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CHARLES DAVISON Si Co. Ltd. 

EWLOE, CHESTER 

SPECIALISTS 
™ EXPERTS » 

CHEMICAL, LIME, CEMENT, & ACID FIDEpiCK-WORK 

AND 

IN fibebdick-work for lining tilting 

FURNACES FOR MELTING THE RARER METALS 

They have in their various clay quarries over thirty different varieties of clays, by 
blending which they prodiue hire I'roof, Alkali I’roof, Acid Proof, Litne Proof 
Potash Proof'goods, and goods to meet all processes and conditions, even ^here 
all other goods have been tried and have failed. 

Their brands arc 

DAVISON’ ‘OBSIDIANITE’ ‘ADAMANTINE 

Fin anti Alkali Proof Acid Proof Fire aad Lime Proof 

A firm of Tilting hurnace Makers writes: “ We find that your ‘ Special 
Adamauntine ’ blocks give entire satisfaction, ^\’e have had some of the 
Tilting Furnaces in use melting Aluminium continuously for over one year at a 
firm working on (lovernment work, and the lining stands for well over 300 melts 
before ^jequiring renewal. With regard to Gun-Metal, the firm using the Ada- 
mabline Linings for these are getting twelve 4-cwt. casts per day from two furnaces 

running together.” 

All who are Interested should write for Illustrated 
Catalogues, Analyses, Tests, Testimonials, etc. 


ADAMANTINE ROTARY CEMENT KILN LINERS are 

one of our specialities, and will outlast all others 

OBSIDIANITE GLOVER, GAY LUSSAC, and GAILLARD 
TO^ER LININGS are others, and cannot be equalled 
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INDUSTRIAL & MANUFACTURING CHEMISTRY 

(INORGANIC) 


SECTION LI I 

DISINFECTANTS AND 
ANTISEPTICS 

By ('iLOFFRF.y Martin, D.Sc., Ph.D. 


LITERATURE 

S. Kioeaf. Disinfection.*’ London, 1903. 

- Ar^ “Disinfectants” m Tliorpe’s “ Dictionary of Applied Chemistry ” (1912). See 

also references in text. 

M. CllRls'iiAN.—“Disinfection and Disinfectants.” London, 1913. 

K. GRAS^HKkdKK.—“ Die Desinfekiion.” Leipzig, 1913. 

H. Bocfjt/iLLO-N'LiMOUsiN. —“Formulairc dc I’antiscpsie, de la Desinfeclion, et de la 
SltTiIisation.” Paris, 1905. 

Kosenau.— “Disinfection.” London, 1903. 

. K. VV. Andrews. —“Lessons in Disinfection.” London, 1903. 

F. Croner.— “ Lehrlmch der Desinfeclion.” Leipzig, 1913. 

Disinfectants are germicides; that is to say, they kill bacteria and other lower 
organisms which injuriously affect the upper forms of life. 

After disinfection usually there remains a residue of harmles.s, highly resistant organisms, which 
often act beneficially by consuming injurious organic matter and organisms. In practice a complete 
annihilation of all organisms would be ditHcult to attain economically. 

Antiseptics are less powerful than disinfectants in that they only retard or 
prevent the growth of injurious lower organisms in suitable media. 

The germicidal power and the antiseptic power of a material are not always simply related.. 
For example, guaiacol has only 0.9 the germicidal value of phenol, whereas it is two and a half times 
as effective as an antiseptic, it takes two and a half times as much phenol as guaiacol to stop 
an organism developing in a broth (antiseptic action), whereas when it comes to killing an already 
existm|( organism 0.9 part of phenol has the same action as i part of guaiacol (germicidal action). 

Testihg Disinfectants. —The test usually employed for conjparing the 
germicidal action of disinfectants is that introduced by Rideal and Walker (Journ. 
Soy. San. Ins/., 1903, p. 424). 

In this test the standard disinfectant is pure phenol (carbolic acid), C^HjOH, 
and the power of a disinfectant is expressed numerically in multiples of the amount 
of pure phenol which will achieve the s nie germicidal result. This multiple is 
called “the Rideal-Walker carbolic acid coefficient,” or “germicidal 
value” of the disinfectant. 
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To give an example, if a liiainfectant has a “ carbolic acid coefficient” of lo, it means that the 
disinfectant acts ten times more powerfully than phenol; in other words, I part of disinfectant wdll 
act with the same power as lo parts of phenol. 

The Rideal-Walkcr test is usually applied as follows:— 

The disinfectant is dissolved in sterile distilled water, several .(fifferent con¬ 
centrations being made, e.g., i g, disinfectant to 500 c.c. water, i : 550, i; 600, 
1:700, ?tc. 

Next 5 drops of a twenty-nine hours’ blood-heat culture in broth of an organism 
is added to 5 c.c. of each of the diluted solutions of disinfectant, and subcultures 
are taken with a platinum loop from each solution each two and a-half minutes up 
to fifteen minutes. Each subculture is incubated at 37' C. for forty-eight hours, 
and it is noted whether the culture lives (denoted by -h) or is dead (denoted by -). 

A similar experiment is carried out with a solution of phenol of known strength, 
and the results are compared. 

The following results are typical:— 
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.Comparing these results * it will be seen that the disinfectant, diluted i; 600, 
acts with the same power as a phenol solution of dilution i : 100. 

Hence the “carbolic acid coefficient” or “germicidal value” of the dis¬ 
infectant is = 6, /.i’., 1 part of disinfectant will do the work of 6 parts of phenol, 
loo' 

The following shows the germicidal value (Rideal-Walker carbolic acid 
coefficient) of various disinfectants towards />’. iyplwsus :— 


nisinjfi taut. 


(Kuii’al- IVn/irr Corffii lent) 
Germiiidal Value, 


Mercuric chloride ----- 400-.^,000 

Hypochlorites (calculated on available chlorine) - 146 220 

Iodine water - - - - - too 

Iodine trichloride ----- 94 

bromine water . . - - 64 

Potassium permanganate - - - ■ 42 

(ihlorine water ----- 28 

Siher nitrate - - - - if> 

Formic acid • - • - 5-7 

Jien/.oic acid ----- 5,0 

Sodium bisulphate - - 4 '' 

Cresylic acid - - - - - 3.7 

Copper sulphate (call ul.itcd as CuSO,) - - 2.0 

Lactic acid - - - - - i.8 

Hydrochloric acid ----- 1.6 

Kucalvptol - - - - 1.2 

(iuaiitcol ------ 0.9 

Acetic acid . . - . . 0.6 

Formaldehyde . . . . - 0.5-0.7 

Resorcin ----- 0,3 

(.'hinosol ---•■■ 0.15-0.30 

Pyrogallic acid - - - ■ - 0.2 

Zinc chloride - - - . 0.15 

Boric acid - - - - - ■ -e o. i 

.Alcohol (absolute) - - - - <0.1 


’ Ridcal ami Walker very concisely express these results as folluw's ;— 


Uisinfectint Dilution. 


A : 500 - 

I : 55 ° - 

I : 600 - 

I ; 700 - 

Phenol, I ; 100 
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Minutest. 






4 


fNDUSTRIAL CHEMISTRV 


PART I.^ORGANIC DISINFECTANTS AND ANTISEPTICS 

Coal Tar Fluids. —These consist of dark, thick fluids, smelling of coal tar, 
and containing phenolic bodies or their sodium or potassium salts mixed with 
soaps, resins, etc. 

Water-Soluble Solutions are achieved by converting the phenols into their 
sodium or potassium salts. 

For example, a well-known mixture consists of crude creosol, i part; |x»tassium soap, i part; 
which are heated together w'ilh stirring; often alcohol or glycerol is added to such mixtures to 
increase the solubility in water. 

Recently linseed and other oils have been sulphonated, cresylic aci<ls then mixed into the liquid, 
and caustic sotla or potash added in sufficient amount to obtain a water-soluble neutral solution. 

'I'he liquids which yield emulsions with water consist t^f nearly insoluble 
cresylic and other phenolic acids, mixed with soaps, resins, oils, gelatine and soda. 

Tlie cresylic acids and similar homolugues of phenol are much less soluble and mdcli less 
poisonous to man than free phenol, and at the same time have a higher germicidal value (see list 
alxjve). Consetiuenlly, most of the commercial coal tar disinfectant fluids are now practically free 
from phenol, and are i)racucally non-poisonous. The I’rivy (’uuncir Orders of 1900 and 1902 
prohibit the uncontrolled sale of liquors containing more than 3 per cent, phenol or its homologues. 

Guaiacol (nicthyl-caterhol, Cttlli(0H)(0(U-l3)) and creosol (methyl-guaiacol, 
C,iH4(OCH3)o) are contained in wood creosotes, and form the basis of disinfectant.s 
and antiseptics much used in the treatment of tuberculosis. 

The germicidal value (RideabWalker coefficient) of guaiacol is only 0.9 that of phenol, 
whereas Us antiseptic power (/.c., power (if jirevcnling the growth of bacteria) is stated to be 2.5 
times that of phenol. A l per cent, solution kills />. ttihennlosh in two hours. 

OH 

_ « 

Thymol ).C,H j), present in oil of thyme, in saturated solution 

(0.3 per cent.) arrests putrefaetion. 

Resorcinol (m-dihydroxylren^ene, m-(l,;H ,( 011 ),), catechol (o-dihydroxy- 
henzene, o C„Hj(OH..)) and hydroquinone (qiiinol, p dihydroxylreiizene, 
p-C^HjlDH).,) and pyrbgallol, Cf,H,,(OH).,, are all powerful medicinal antiseptics. 

A I per cent, solution of resorcinol is very eifectivc. A 9 iicr ccnl. .solution is sold as 
** Andeer’s lotion.” Bismuth iodo-rcsrrrcin .sulphonalc is sold under the irame of “ anusol.” 

■ Pyrogallol (C'BllrfOH);,) is an effective baclcricidt; in a 3 per cenl. solution. It is, however, 
poisonous and rpiickly oxidises. 

' The anliseplic values of these plienols ittay Ire taken as hydroquinone 30, resorcinol 25, 
cattchol 20, pyrogallol 15, phenol Irciiig taken as 20. 

The Rideal Walkcr carbolic acid coefficient of resorcinol is 0.30, of catechol 
is 0.25, and of pyrogallol is 0.22. 

* Beta-naphthol (C,(|H;(OH)) is much used for internal disinfection, the usual 
dose being 3-10 grains. 

A solution of o.5 t.o pet cenl. of B.-naphlhol dissolved in alkaline carbonale solution kills 
lyphoid germs in a short.time. The free B.-naphthol has a greater germicidal acdon than its 
alkaKne salts, 

B.*naphihol, up to 10-15 per cent., is much used in ointments in certain 
skin diseases. Certain derivatives of B.-naphthol are very powerful disinfectant!. 
Among these may be mentioned the non-poisonous and odourless halogen 
substituted naphthols. For example, tribromonaphthoi (C,5H4Br3{OH)) in 
dilutions of i; 250,000 has a decided germicidal action. 

■, The h|Jpgen substituted naphthols arc, next to mercuric chloride, the most powerful dis- 
, iofecunu., 
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The easily soluble calcium or aluminium salts of B. naphthol sul- 
phonate are in the market under such names as “abrastol,” “alumnol," etc. 

A dilution of 1:250 will inhibit the growth of pu.s cocci and similar Iracteria. 

Various' essential oils have a distinct antiseptic value. Oil of eucalyptus 
(Rideal-Walker coefficient 1.2) and pinol are widely used. Sanitas owes its 
disinfecting powers to the slow oxidation of certain essential oils, whereby ozone 
is generated, reabsorbed, and the oil regenerated (see British Patent, 274, 1876). 

Benzoic acid ((i|.Hr,.C'OOH), and salts thereof, are powerful antiseptics, i 
pan dissolved in 400 of water kills B. /y/>/mus in three or four minutes, 0.022 
per ceijt. benzoic acid in milk retards souring, 0.26 per cent, sodium benzoate and 
0.29 per cent, potassium benzoate having an equal value. Rideal-Walker co¬ 
efficient is 5.0. 

Benzoic acid and benz(«tes are not poisonous, 0,5 giiiin pet day in food leaving no injurious 
effect^n man. Hence the use of benroic acid and lienzoatcs in hKid-prescivation ; their taste and 
smtll, however* lend to flavour ihe gooth. 

Salicylic acid (p-C„H|(OH).('OOH) is widely used as an antiseptic. It 
is only sparingly soluble jn water (1: 500), and at this dilution it takes three hours 
to kill B. iyphvsus. 

Its food-preservative value is about that of benzoic acid. Moulds and ferments 
are inhibited by o.i per cent., smaller quantities than this being inefficient. 

Salol (phcnyl-salicylatc, C,illj. 01 l.l,' 0 (H'iiH,,,) is used as an internal antise))tic, being hydro¬ 
lysed when in the intestines into phenol and salicylic acid. 

Salophen is p aminophcnyl acetyl salicylate ; it has a stronger antiseptic action than salol. 

Acetic acid, propionic acid, tartaric and citric acid have all a distinct 
preservative power towards certain bacteria. 

A 5 per ce*t. solution of acetic acid was found by Rideal to kill B. toli in five minutes; a 
2.5 per cent, solution killed it in fifteen minutes, while the bacteria were unaffected after forty 
minutes by 0.5 j3cr cent, solution. The Rideal-Walker coefficient fur acetic acid is 0.6. Cholera 
germs are stated l<» lie killed by 0.08 jier cent, solutions of citric acid, and typhoid germs by 
o. I per cent- 

Citric and tartaric acid solutions, liowcver, soon go mouldy in warm weather. 

Lactic acid has considerable disinfecting and germicidal value, having a 
Rideal-Walker coefficient of 1.8. It is much used in various fermentation 
industries as an antiseptic. 

Formic acid (HCOOH) is a powerful antiseptic and germicide, the Rideal- 
Walker coefficient being 5.7. 

According to Kidcut a 0.5 per cent, arpioous solution will kilt B. typhosus In fifteen minutes, 
and O.I per cent, solution will kill this organism in thirty minutes, and will inhibit the growth of 
mould. J-'ormic acid, however, K less ellicient than fnrmaldehy.le in destroying spores. The salts 
of formic acid are not effective ilisinfeclants. 

Formaldehyde (H.CHO) is sold as an antiseptic as a 40 per cent, solution 
under the name “ formalin.” The Rideal-Walker coefficient is 0.55. A solutioft 
of 1.5 per cent, formaldehyde (3 pints formalin in 10 galls, of water) will keep fruit 
immersed therein for ten minutes for ten to twenty-one days longer than when 
untreated. • i part formaldehyde in 50,000 water (i part formalin to 20,000 water) 
will keep milk from souring for twenty-four hours without injury to health, i part 
formalin to 10 parts, water is used for preserving bodies for dissection, etc. 
to.003-0.03 per cent, stops the development of bacteria; 0.007-0.060 stops the 
development of yeasts; while moulds are inhibited by 0.03-0.125 per cent. 
Soft potassium soaps impregnated with formalin are much used in operations for 
instrument and hand disinfection. 

Formaldehyde in small amount is piesent in smoked fish and bacon (!•: ro,ooo to i: 100,000 
of weight of goods) and is one of the agents which effect preservation of smoked provisions. 
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Paraformaldehyde, paraform, triformal (('H^O),, is a solid polymer of 
formaldehyde. It dissociates when heated into gaseous formaldehyde. It is only 
slightly .soluble in water. It is used for disinfecting instruments, also as an internal 
disinfectant. It is also widely used as a means of generating gaseous formaldehyde 
for disinfecting rooms, etc. 

Mixtures of paraformaldehydes and peroxides of sodium, or baiium, form form.aldehyde and 
hydrogen peroxide, a powerful disinfecting agent. 

Iodine cyanide (ICN) is fatal to all lower forms of life, and its* use as a 
preservative for biological specimens has been suggested by Robert. 

Iodoform (CHI.,) is a powerful antiseptic, formerly much used in surgery, 
although it is stated to be less efficient than a dilute solution of iodine. 

Carbon tetrachloride (CCl,) kills typhoid germs, but chloroform (CHCl,,) 
vapour does not, although the latter is efficient in aqueous solutions (o.ba per 
cent, solution takes thirty minutes), and chloroform is frequently employed for 
preserving specimens and infusions. « 

Other Organic Substitution Compounds of Chlorine, Bromine, and 
Iodine. -Most of these have a high antise])tic value. For details, see Bechhold, 
/.ei/sch. Hy};- Infect.^ 1909, 64, n.d. 

Saccharin (Uenzoyl-sulphonic-imide) has some preservative powei, and is 
non-fermentahle. It has been used medicinally, and is a pri'scrvative. See 
Martin’s “ Industrial Chemistry: Organic,” under Sweetening Chemicals. 

Hexamethylene tetramine (C,.H|,^N,), made by evaiiorating together 
ammonia and formaldehyde, has long been used as an antiseptic under the 
name “ urotropine.” 

Hexamethylene tetramine forms the basis of .r litge nitmber of atitiseptie prcpar.tlions. 


1 >,'\RT II.—INORGANIC Dl.SINF]• CTANTS 

Oxidising Disinfectants 

Ordinary o.xygett (O,,) has a distinct germicidal value, especially iti the presence 
of light. Its active modification, ozone (O3), is one of the most powerful 
disinfectatits known. 

According to Kideal, o/one in ihc proportion of 0.6 g. pei cubic nietie of water (i.r., 0 lbs. 
per i»ooo,ooo galls.) <li*stroys all dangeious bacteria in average filtered river water. 

Ozone treatment effects a great improvement in the physical and chemical 
properties of the treated water, and leaves no injurious chemicals behind in 
the water. 

Ozone treatment can only be applied to clean fiUeretl watei, i.e., water free from much 
ONKlisable matter, ferrous salts, etc., otherwise the consumption of o/one wouhl lie loo great, this 
sulKtance being rapidly destroyed by organic and oNidisalile matter. 

Ozone has also been used for improving the air of underground railways and 
the like. 

Oxont- is especially active lowaids micro-organism.s wlien moist, less so wlien dry. 

Ozone is absorbed by certain essential oils and confers on them oxidising and 
disinfecting*properties. This is the basis of the well-known disinfectant Sanitas ” 
(see above). 

Various other liquids absorb ozono and the resulting fluids are |X}werful oxidising agents. Thus 
according to the Krttish Patent, 4,1^3, of 1902, aceteldehyde absorbs 3,800 vols. of ozone; a 
to per cent, solution of acetaldehyde m water absorbs 536 vols. of ozone. 

, .Mcohoi is stated to al»orh 750 vols. and ether 800 vols., forming stable solutions which can 
be used in surgery for sterilising purposes. 

* It shouid<be noted that many ozonides are Explosive. 
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For further details regarding the use of ozone as a disinfectant see this work, 
Vol. L, under Ozone and alscninder Water. 

Hydrogen peroxide is a powerful germicide. In dilute solution it 

does not injure foods, and is non-poisonous. It does not destroy enzymes such 
as diastase, .pepsin, pancreatin, ptyalin, although it attacks and destroys 
certain other enzymes, such as catalase (contained in malt, milk, yeast, etc.). 

These properties make liydrngen peroxide very suilalde as a preservative fttr milk and simitai 

Kideal states that when milk is treated with 0.6 g. jrer litre and lieated to 52“\S6“ C. lor 

eight hours, the milk kept unchanged for four weeks in a elosed leceptacle, and was unchanged in 
physical prtrperlies. Thus the pasteurisation of milk is elfected at a lower temperature in the 
presence of hydrogen peroxide. 

One per cent, of hydrogen peroxide will destroy pathogenic bacteria in about 
twenty-four hours. 

Hydrogen peroxide is largely used as a spray, gargle, and a dressing for wounds, 
also as an internal disinfectant. 

It is sold under various names, such as perhydrol (30 jter cent, solution giving 
off too vols. of oxygen); dioxogen (3 per cent.); “peroxol,’ “pyrozone,” 
“glycozone”; all these contain hydrogen peroxides, sometimes mixed with other 
disinfectants. 

A solution of hydrogen peroxide in ether, containing 1.2 per cent. H.iO^, has 
been used in scarlet fever and wlioo[)ing cough under the name “ OZOtlic "ether.” 

Ethereal solutions of hydrogen iieroxide are more stable than aqueous solutions. 

Metallic Peroxides 

Foregger and Fhilipp (/«»/■«. Si>c. Chem. InJ., ic)o6, 298) state that calcium 
peroxide is better than hydrogen peroxide for sterilising milk, the effects being 
much more durable. 

For sterilising water tablets of magnesium peroxide and citric acid have 
Ijeen used. • 

The citric acid on coming into cant,act with the water attacks the magnesium 
lieroxide, liberating hydrogen [reroxide. According to Park 0.2 g. of magnesium 
peroxide killed 2,000,000 typhoid organisms contained in 150 c.c. of water in 
one minute, o. t g. magnesium peroxide achieved the same result in thirty minutes. 
Magnesium peroxide is the main constituent of “ Hopogan.” (.'alciiim peroxide 
and magnesium peroxide have been advoeated as a constituent of tooth powders. 

Sodium peroxide also generates oxygen or hydrogen peroxide, and has 
disinfecting properties. Unfortunately it yields a strongly alkaline solution. 

Zinc peroxide also evolves oxygen and has powerful antiseptic properties. 
It has been sold under the names “ Dermogen’’and “Ektogan.” 

Mercury peroxide has. antiseptic propeities, and has been used as a con¬ 
stituent of ointments and similar preparations. 

Persulphates, percarbonates, and perborates have recently been intro¬ 
duced as disinfectants (see this work, Vol. I., under Oxidising Agents). 

Permanganates and manganates have long been used as disinfectants 
under the name of Condy’s Red and Green Fluids. ’ 

Both the sodium and potassium salts have powerful disinfecting properties, 
hut the sodium salt seems to be preferred. 

They owe their germicidal action to their oxidising properties, and are rapidly 
reduced by oxidisable matter, yielding brown oxide of manganese. .Consequently 
disinfection by permanganates can only be economically exercised in cases where 
there is, comparatively speaking, only small amounts of oxidisable matter present. 
The Rideal-Walker coefficient of potassium permanganate is 42. 

The usaal method of application is to add the permanganate until the water remains per¬ 
manently pink, and for polluted waters the p'nk colour should persist for twenty-four hours. This 
process of disinfection has long been praetksed in India in cases of water suspected of carrying 
cholera germs. ‘ , 
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Chlorine and Hypochlorites 

Chlorine, owing to its chemical properties, can act as a disinfectant by uniting 
with the hydrogen of water and liberating nascent oxygen, which ‘then destroys 
the organisms. Chlorine also acts by directly attacking the organic'matter, forming 
substituted compounds incapable of putrefying. 

Chlorine acts as a direct poison towards bacteria. Chlorine w^ater has a Rideal- 
Walker carbolic acid coefhcient of 28. 

Perhaps the most important disinfecting effect obtained by chlorine and also 
hypochlorites is an indirect one. The substitution compounds which they form 
with organic matter act themselves as powerful germicides. 

According to Kideal {/ourn. Roy. San. /wr/., 1910, 31, 2) these bodies are the chluroproleids, 
the chloramines, and hydrazine. 

Kideai proved this by showing that although the Rideal-Walker caiholic acid coefficient is 
only 2.2 for l per cent, available chlorine, yet on adding one equivalent of ammonia the geqnicidal 
value increases to O.4, and remains nearly at this level for over twenty-four hours. Since the 
germicidal value of ammonia by itself is only about 0.007, this enhanced germicidal effect must 
be due solely to lire presence of chloramine (NiUCl), a Irody which has a pungent odour like 
hypochlorous acid, and wh’ch gives the blue reaction with KI and starch. The chloramiire unites 
with the excess of ammonia usually contained in .sewage, forming hydrazine (Nfl.jCU NH.,-: 
Nl^-NIIg 1-IiCl), which has, in the form of free base, a Rideal-Walker coefficient of 24. 
Compound chloramines arc formed when chlorine acts on nitrogenous compounds of a more 
complex type than ammonia, and these compounds are likewise p>isonous to bacteria, tending to 
attack their cellulose envelopes. 

The fact tliat chlorine in a free state is inconvenient to use, and that it acts 
much more powerfully when suitably combined, has caused the gas to be replaced 
by hypochlorites, which are cheap and efficient, and whose activity is measured 
by the amount of “available chlorine” that they contain. The Rideal-Walker 
coefficient, of hypochlorites (calculated on “available chlorineis 146-220. 
The chief hypochlorite used is “chloride of lime” or “bleaching powder” 
(calx chlorinata), which is prepared as described in this work, Vol. I., under 
Bleaching Powder. The active basis is calcium hypochlorite.' Chloride of 
lime has the great advantage of being an easily transportable solid, and is very cheap; 
but it suffers ffom the serious disadvantages of being rapidly destroyed on exposure 
to moist air, takes a considerable time to pass into solution, and leaves behind a bulky 
residue of undissolved lime. Moreover, it leaves on the surfaces treated a layer 
of damp for a long time from the highly deliquescent calcium chloride. When 
applied for the purification of drinking water it imparts a bitter taste and increases 

hardness. In spite of these di.sadvantages chloride of lime is very widely used 
for treating drinking water, especially in times of epidemics. 

Thus at Maidstone in i^ 7 . after an outbreak of typhoid fever, the infected reservoir and pipes 
were sterilised by the addition of i per cent, solution of chloride of lime. The ironwork was 
not corroded. At Cambridge in 1910 the addition of chloride of lime to Ihe water supply in the 
proportion of 1 part of availairle chlorine to 4-8 million parts of water destroyed 66.98 i>er cent, 
of the bacteria, and totally destroyed all the colt bacteria. 

In Jersey City, U.S.A., 40,000,000 gall.s. of water per day are treated with 0.2 part of available 
thlorine (in form of chlorUe of lime) per million parts of water, and the daily examination shows 
that coK is absent from 10 c.c. of the treated water. 

At Antwerp 0.2 available chlorine per million is added to the storage reservoirs with a contact 
of twelve hours. 

In disinfecting sewages, of course, a much larger amount of chloride of limp would W necessary. 
Instead of using pure chloride of lime, Duyck treats with 8 pans per million of ferric chloride 
and 0.5 part of chloride of lime. This clarifies the water. (Ferrochlore treatment.) 

There is an increasing tendency to use sodium hypochlorite (for manu¬ 
facture and properties see this work, Vol. I.). It has the advantage of tending 
to soften the water, and does not noticeably alter its flavour. Moreover, it does 
sot (like chloride of lime) leave the treated surface damp for a long time after¬ 
wards otjinp to the presence of deliquescent salts. 
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Sodium hypochlorite solution is placed on the market as a disinfectant under 
leveral fancy names. 

Thus “ antirormin ” conlain'i sodium hypochlorite and caustic soda, and has been much used 
a breweries. ** Chloros’* is a solution of sodium bypocblorite containing lo per cent, available 
hlorine. “Oxy[Chloride” contains lo-ie per cent. avai 1 at)!e chlorine. The old '*Eau de 
avel” was potassium hypochlorite (made by chlorinating potassium hydroxide). Its place is now 
alien by the welMinown “ Eau de Labarraque,” which i.s a clilorinated soda containing 2.5 pn 
ent. available chlorine. 

** Hermite Fluid" is a well-known fluid prepared bv the electrolytic meihoil, containing 
.-5 per cent, available chlorine. It contains magnesia anil also free bypocblorous acid, and has 
leen successfully employed in .several London di.stricts. 

Local disinfection can be achieved by sodium hypochlorite solutions containing 
>.35 per cent, available chlorine, which will kill most organisms in a few minutes, 
tnd will destroy all pathogenic spores in the space of a couple of hours. 

Clean filtered water, however, requires much less available chlorine to 
!ffectj)ractical sterilisation. According to Rideal 0.75 i part of available chlorine 
o each million parts of water destroys all harmful b.acteria, and after the 
vater has stood for a couftlc of hours its taste and odour are unchanged. 
Swimming baths are also best sterilised by sodium hypochlorite solution, which 
lestroys surface growths and bacteria. 

In the case of sewage, however, very much larger quantities of hypochlorite 
lolution must be used in order to disinfect them. 'I'his is on account of the large 
imount of oxidisable matter. In fact, it is on this account uneconomical to 
iirectly disinfect sewage with hypochlorites. It is best to purify by other means 
see disposal of sewage under Water, this work, Vol. I.), and finally use hypo- 
:hlorite for imparting final sterilisation to the partially purified liquid. 

In America it has been proved that treating sewage elfluents with 2-5 parts per million of available 
ddorinc .applied a.s so Hum bypocblorite will destroy about 97 per cent, of all liacteria in about 
wo boLirs. KWeal slates that 3 parts per million of available chlorine applied to partially 
lurilied elfluents will reduce the bacterial contents to about 20 per loo c.c. of liquid, while 17 
larts per million of available chlorine completely destroyed all organisms in about fifteen 
ninutes. 

Raw sewage, however, required for complete sterilisation about 30-70 parts of available 
thlorine per fliillion parts water, and a contact period of between four and five hours (see 
Kideahyetm/. AVy. Sa». Inst., 1905, 26, 7 : 1906, p. 556; Trans. Farad. Sat., 1909, 4, 3. See 
ilso U.S, Dept, of Agriculture, Hull. 115, Dct. 1907 ; Royal Commission on Sewage, Appendix 
IV., 1910, pp. 84-171; Rep., 1908, 195-201). 

From these results it will be seen that lime is an essential factor in causing 
ifficient sterilisation. A small amount of disinfectant acting for several hours will 
:ause almost complete sterilisation, whereas to achieve the same results in a few 
ninutes requires a large proportion of disinfectant, and (except in the case of ozone 
tnd hydrogen peroxide) leaves behind in the treated water considerable amounts of 
residual chemicals, which affect the palatability and odour of the water. 

Removal of Chlorine .—In order to remove chlorine from drinking wafers 
sterilised thereby, it is either treated with metallic iron (Thresh, British Patent, 
3,023, of 1909) or else filtered through coke (Candy, British Patent, 4,212, of 1909).* 
In order to detect free chlorine in drinking water sterilised by hypochlorites, 
Le Roy (Compt. rend., 1916, 163, 226-228) suggests the use of hexamethyltri- 
p-am\notr.iphenylmethane, the reagent being prepared by dissolving i g. of the 
free base in 10 c.c. of cold hydrochloric acid, diluted with its own volume of water, 
and then making the solution up to too c.c. with distilled water. A few c.c. of 
this reagent added to i litre of water gives an immediate violet coloration if free 
chlorine is present. The reagent is sensitive to 3 parts of available chlorine in 
100,000,000 of water. 

The usual method of detecting the presence of available chlorine in water is 
to add to the suspected liquid a solution of potassium iodide .and starch, when a 
blue colour Develops. 
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Bromine and Iodine and their Derivatives 

Bromine is an even more efficient germicide than chlorine, bromine water 
having a Rideal-Walker carbolic acid coefficient of 64 against 28 for chlorine water. 
The difficulty of using bromine extensively for sterilisation is the danger attending 
its use, although it is very efficient for rapid sterilisation in the field. 

It has been suggested to use for sterilisation in the field free bromine in thin 
sealed glass tubes, and Rideal found that 20 parts per million of bromine sterilised 
B. typhosus in water in about thirty minutes. The process was employed in the 
Soudan campaign in i8y8, using 60 parts of bromine per million of water with five 
minutes’ contact, and removing the excess of bromine by 57 parts of sodium 
thiosulphate. 

It has been (hspuled whclhcr this process is efticient (see Schbder, '/.eitsih.f. p- 53 )< 

and one objection is the formation of residual liromides. 

“ Bromidine ” consists of a dry mixture of sodium bisulphate with sodium or 
potassium bromide and bromate. These react when moist to liberate free bromine. 
This material was introduced by Braithwaite. The main disadvantage is the entry 
of residual bromides into the drinking water. 

Altmann’S process consists in dissolving free bromine in potassium bromide 
solution. Forty parts of bromine with five minutes’ contact per million jxarts of water 
sterilises the litjuid. 'I'he excess of bromine is then removed by ammonia. 

This proress sutlers frem Ihe defecl that :i bulky sohilum must be empluyeii. Moreover, the 
expensive ami physiolnt^ieaily aelive potassium liromule remains liissobeii in the tiealed water. 

.Iodine. —Although free bromine is more rapidly absorbed by organic matter 
than free iodine, yet the latter appears to be a more vigorous poison towards 
protoplasm. 

Cash proved tliat llie (juautilies of eliloiiue. liromine. and itHline required ha Tiisinfection untler 
similar conditions is nearly in ttie ratio of tlieir atomic weitthts. The increase of toxicity witli 
iiWroaseof atomic weiglit is apjiarenl if we compare the germieiilal value (Rideal-Walker coellicieni) 
of chlorine water {28) with that of bromine water (64) and itidine water (tool. 

The high germicidal value of iodine makes it widely used as a coYistituent of 
ointments or tinctures in jiarasitic diseases. The surface of the skin is often 
disinfected before operations by painting with the tincture. Sometimes the 
surface of the skin is cleansed by applying a i per cent, solution in benzene or 
chloroform, especially prior to hypodermic injections. 

Iodine has had a limited application for the purpose of sterilising water in the 
field. Thus, during the T'hibet and Sikkim expeditions iodine tincture was 
applied to the water, the excess of free iodine being removed by the subsequent 
addition of sodium sulphite. 

Nesfield’s triple tablets, supplied fur llic purpo.ve of sterilising water, consist of(I) a tablet of 
iodide and iodate, (2) a tablet of tartaric or citric acid. These are left in the water for two to three 
minutes, when the acid liiierates free iodine from the iodate. Next, (3) a tablet containing sodium 
sulphite is added, which removes the free iodine. It is ciaimetl th.at 4-5 parts of free iodine 
’ pet million parts cf water will destroy all typhoid, dysentery, and cholera germs. 

Iodine trichloride (ICI3) is used for sterilising the instruments and hands in 
surgical oi>erations. 

According to Rideal 50 (xitls ICI3 pet million of water kill typhoid geuns in thirty minutes. 
Thfc Rideal-Walker cariiolic acid coefficient is 94. 


Acids, Metallic Salts, Alkalis, and Metals 

Germicidal Bower of Acids and Metallic Salts .—The general rule appears to 
be that in each of these cases the germicidal power depends to a very large extent 
on the degree of ionisation and on the specific properties of the individual ions. 
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Thus it has been proved in the case of acids that, other things being equal, the 
germicidal value of an acid depends not so much upon the amount of alkali 
required to neutralise it as upon its degree of ionic dissociation. 

The same applies to metallic salts. In general the metallic ion possesses a 
distinct germicidal value, and the more highly that they are dissociated at a given 
concentration the greater their germicidal value. 

This genera! principle lends to be obscured by the fact tliat several salts and acids possess an 
nherent toxic effect on bacteria, quite independent of their degiec of ionic dissociation. Moreover, 
iome disinfecting salts are occluded ot absorlied by solid substances accompanying Isacteria, and 
,o are prevented from exercising their full germicidal value. 

The relationship between the chemical nature of t!ie disinfectant employed and its disinf^ling 
powers is, therefore, a very ctpinplex one, but much light has tieen thrown on the sulrject wuhin 
'ecent years. The chief researches on the subject were cairied out Iiy i*aul, Krdnig, Sawey, and 
jlhers irctween 1897 and Kpoo (see Phann. Jount., 1900), to whose papers the reader should 
refer for further particulars. 

Extended research has shown that metallic salts rank highest as germicides for 
qtores (see (Ihirk and Martin ,of Hygiene, 1908, p. 634). 

Boric Acid (H,|HO,|) has only a very small germicidal vtiliie (Rideal-Walker 
'arbolic acid coefficient less than o.i) and so cannot be considered to be a dis¬ 
infectant. 

Its cltief value lies in Its considerable power of preventing bacteria which attack 
food from developing. Thus, according to Rideal and Eoulerton, 3 parts of boric 
acid and t part of crystallised borax added to 8,000 parts of milk prevented it from 
becoming sour for twenty-four hours, and no ill effects on the digestion appear to 
follow its nse in moderate quantities. 

Consequently it is now the main preservative employed in preserving cream 
(0.25-0.5 per cent, boric acid), butter, and margarine (0.5 per cent, boric acid)._ 

IJsually mixtures of boric acid and crystallised borax are employed. 

Sodium borofluoride (NallE,), under the name “pyriat,’’ has been used as. 
a food preserfative. 

Osmic acid is a very powerful germicide, being very poisonous and a powerful 
oxidiser, but Ts too expensive to be widely used. 

Carbo'nic acid, carbon dioxide, has a distinct antiseptic action, since CO,, 
pnder pressure preserves food, and many aerated waters seem to be almost com¬ 
pletely sterilised. 

Fluorides and hydrofluoric acid (HE) are vtiluablc anti.scptics in that they 
inhibit the growth of various injurious organisms, although their direct germicidal 
value is small. Hydrofluoric acid and its salts (especially ammonium fluoride) have 
long been used in the brewing industry in order to check side fermentations and 
disinfect rubber hose, etc., 0.5-1 per cent. NHjF being efficient for the purpose. 
For further details see Martin's “ Industrial Chemistry: Organic,” under Fermen¬ 
tation Industries. 

Hytlroflu()ric acid and lliioiidc.s cannnt be used fur food preservation as tliey cause digestive 
disturixtnees. 

Hydrofluorsilicic acid (H.,SjP'„) has been used as an antiseptic under th* 
names of “keramyl” (25 per cent. H,,SiFj) and “montanin.” The sodium 
salt (Na.,SiF,,) has been used for the same purpose under the name “salufer.” 

Hydrocyanic acid (HCN) and its sodium and potassium salts are 
extensively used as insecticides and fungicides (see this volume under Insecticides 
and Fungficides), but are not nearly so effective towards bacteria and similar lower 
organisms. 

Nitric acid and oxides of nitrogen are violent disinfectants, but their 
corrosive action, and also the extremely poisonous nature of these substances 
(breathing oxides of nitrogen may cause inflammation of the lungs, and even death), 
has caused their use for this purpose to be extremely limited. The cost of disinfec¬ 
tion is very high. 



12 


INDUSTRIAL CHEMISTRY 


Chromic acid is a very powerful germicide, instantly oxidising and coagulating 
albumen. The substance, however, is too expensive, too corrosive, and too 
poisonous for general use as a disinfectant and preservative. 

Sulphuric acid is distinctly antiseptic and, when present in sufficient 
quantities, is also a disinfectant. 

Thus, 0.05 per cent, disinfects iron pipes without markedly corroding the iron. 
0.04-0.08 per cent, can destroy cholera germs in sewage. According to Rideal 
0.035 PS'' cent, sulphuric acid destroys typhoid germs in thirty minutes, 0.07 per 
cent, in fifteen to forty five minutes. 0.09 per cent, sterilises the drainage from 
hospitals. 

Nearly all ackls ixisscss (‘(jnsiderable tlisinfectant t)0wcr, and very few Iwicleria will develop in 
acid solutions. 

According to f‘Aui, Krbnig, and Sawey {Pharm. Journ.^ 1900) tlic germicidal action of acids is 
proportional to their degree of ionisation in solution, except in certain cases where the acids exercise 
a dehnite poisonous action. 

For example, Winslow and Lochridge found in the case of sulphuric and hydrochloric acid that 
99-100 per cent, destruction of /A typhosus (jr P. coli was clfccted with either acid at ine .same 
concentration of dissociated hydrogen (the germicidal action not being proportional to the strength 
of the acids as reckoned in normality). 

The alteration in the ionisjition in a dilute acid solution, brought about by tlie addition of neutral 
salts of the acid, usually accounts for the alteration of the germici<la^ value. 

There are, however, many disturbing factors to be considered. Thus, certain acids, quite 
independently of their degree of ionisation, exercise a specific toxic action IICN, JJNO,,, 
C^lg-COOn, HF, all act poisonously towards certain bacteria). Again, the absorptive effect of 
solids in suspension affect the lesults considerably. What has liecn thoroughly piovcd is that the 
acidity, as measured by titration with alkali, does not give the germicidal value of an acid solution. 

Acid sodium sulphate, sodium bisulphate (NaHSO,), has a considerable 
germicidal value (Rideal-Walker coefficient-4.1). It has been widely used for 
sterilising water for army purposes, being applied in the form of effervescing 
tabloids both in the South African and the Ru.sso-Japanese wars. 

• 

KUleal and Parkes (who introduced the substance for this purpose) showed that 15 grains of 
NaHSO^ to a pint of water in fifteen minutes destroyed nearly all disease germs, as well as internal 
parasitic woims. , 

Sulphur dioxide has long been used us a disinfectant, being produced either 
by burning sulphur in air, or else by employing the litiuefied gas in canisters. I'he 
latter method is preferable, as a regular supply of gas is assured, and there is no 
danger of fire. 

Attention to certain details is necessary in order to .secure good results. Thus the dry gas 
has little effect on bacteria and spores, but kills vermin of all kinds, and so is especially effective 
in comlrating in.sect-l)orne infection. 

The wet gas is very much more germicidal in its action, hut as a rule there is sufficient natural 
moistnre in the air to make it act efficientlv with only slight moistening. Thus, i lb. of sulphur 
burnt in a closed space of i,c>cx> cub. ft. dilutes tlie air with 1.15 per cent, of sulphur dioxide. 
0.56 lb. of water is theoretically required to turn this into sulphurous acid, but owing to the water 
already in the air the additional inoi.stiire should only be applied by lightly spraying the surface 
or washing. Rideal found that when shallow pans of water were placed on the flf>or of a room 
with the object of supplying moisture, the sulphur dioxide contents were actually lowered (by water 
absorbing the gas) by over 50 per cent, in twenty-four hours, and disinfection was not complete. 

Quantities Necessary for Disinfection of Rooms. —3J lbs. sulphur burnt 
per 1,000 cub. ft. in twenty-four hours killed germs like B. typhosus and 
diphtheria, but not B. tuberculosis in dried sputum, nor anthrax spores. According 
to Rosenau, 5 lbs. sulphur per 1,000 cub. ft. kills all spore-bearipg organisms after 
sixteen hours’ exposure. Of course the rooms must be sealed. 

Employing liquefied SO.j in canisters, one can reckon that i Ib. of the liquid 
will yield 5I cub. ft. of gas. 

For disinfecting the holds of ships, sulphur is burnt in a special apparatus, 
and the issuing gases (containing air, SO2, and a cloud of HjSO, mist) are forced 
in until the SOj contents of the air shall reach lo per cent. For, details in use, 
see “The Local Government Board Report,” 232, 1906; “Med. Off. Rep.,” 330, 
1903-04 fiffrt'. d’Hyg., October 1902. 
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Other Uses of Sulphurous Acid and Sulphites .—A solution of sulphur 
dioxide in water (sulphurous acid) is much used as a germicidal wash or spray in 
parasitic diseases like diphtheria, and is also applied internally in gastric fermenta¬ 
tions, cholera, etc. 

The solutioii and also bisulphites are widely used in the fermentation and food 
industries as a means of checking injurious fermentation. 

Several preparations of sulphites have been placed on the market, c.^., “ Hawke's anti-ferment, " 
“meat preserve crystals,” etc. 

There are, however, objections to the extended use of sulphites in this direction. 
According to l.ehmann 0.004 per cent, will not injure health. 

Durham (fount, of Hygiene, Aitril 1909) suggests the maximum legal limit 
allowed should be o.oi per cent, of “ total sulphur dioxide.” 

Disadvantages of the Use of Sulphur Dioxide.— One of the main disadvantages of the 
use of sulphur dioxide for disinfecting purposes is that it is corrosive ; it attacks metals and organic 
substances (Idng of an acid nature), and a great deal is absorbed by the calcareous jilaster, of which 
the ceiltng and walls are usually composed. Moreover Ihe substance has little |jenctraling power, 
.and cloth, licdding, and similar materials c.innot be easily sterilised by it, the usual practice licing 
to remove them and sterilise by healing in boilers, 'rhe libies o( textiles, loo, arc often rotted 
after treatment with siilplutr dioxide, owing to the free sulphuric acid produced gntdually dis¬ 
integrating the material. • 

-Morcoter the gas is poisonous. It has been found that about 5 per cent, in Ihe air has caused 
death. 0.5 [ter cent, can be breathed for some time, and a higher percentage than this can lie 
ltderated by breathing through a wet cloth soaked in washing soda. 

Sulphur is printtipally used as an insecticide and fungicide, its use in this respect 
being fully discussed in the section on Insecticides and Fungicides, which .see. 
The same applies to the poiysulphides. 

Arsenic is.also principally used as an insecticide, it being widely employed for 
sheep-dips and similar preparations, the preparation and uses of which are described 
in the section»on Insecticides, Fungicides, and Sheep-Dips. Arsenic acts 
more injuriously on the higher forms of life than on the lower. The medicinal 
organic compounds, introduced by Ehrlich and others for various parasitical- 
disease.s, are treated of in Martin’s “ Industrial Chemistry: Organic.” 

Lime, quicklime (CaO), has a strong germicidal action when in a dry condition, 
a fact which has been taken advantage of for centuries in the practice of burying 
the bodies of victims of plague and cholera in quicklime, and in the periodical 
whitewashing of buildings. 

■ Unfortunately the disinfecting power of lime is not so great as was formerly 
supposed. 

Thus it retiuires 74 parts of CaO (in the form of milk of lime) per million of 
water to destroy typhoid bacteria, while no less than 247 parts per million are 
required for destroying cholera bacteria, some hours’ contact being required in each 
case. The ‘‘excess lime” method of sterilising drinking water is referred to at 
length in Vol. I. of this work under Water. 

Two per cent, of dry quicklime and some hours’ contact are required to sterilise 
cholera discharges. , 

It has been proved that disinterred infected bodies, which have Itcen buried in lime, still retain 
the disease spores alive for a long time ; these may again become active and cause infection. 

Sodium and potassium hydroxides act as sterilisers when present in the 
proportion of 3-5 per cent. Warm solutions (60° C.) cause the death of most 
organisms in three or four minutes. 

Sodium and potassium carbonates are also antiseptics when present in 
solution to the extent of 6-10 per cent. The hot solutions (so’-So" C.) cause the 
death of most germs in a few minutek. 

Soaps are also slightly antiseptic (see Martin’s .“Industrial Chemistry: 
Organic,” under Soap). • 
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Salt, or strong brine, acts as an antiseptic—that is, prevents injurious bacteria 
from developing, and hence the ancient practice of salting beef, etc. Wounds are 
now treated with brine to prevent the development therein of dangerous organisms. 
Salt, however, is not a disinfectant—that is, it does not actually destroy disease 
germs. Thus it has been shown that a 50 per cent, salt solution does not kill the 
spores of ordinary moulds. 

The common praclicc of washing out milk ulensils, cans, etc., 'vilh brine has, ihetcforc, liule 
value from Ihe clisinfccling point ol view. 


Copper and Copper Salts 

Copper salts are all powerful germicides, the efficiency of the soluble copper 
salts depending upon their percentage of copper. Copper mlpha/e, being the 
cheapest, is the most usual one employed of the copper salts. It has a Rideal- 
Walker coefficient of 2.0 (calculated as CuSO,). The main use of copper suljrhale 
occurs in agriculture for killing parasites infesting vegetation. The best known 
preparation is called Bordeaux mixture, and as the matter is fully discussed in 
the section on Insecticides, Fungicides, and Sheep-Dips, we refer the 
reader thereto for further information. 

It has heel, prowtl th.-U llie disinfeclioii of excreta, etc., with such laigc i|uaiilities as 5-10 per 
cent. C(,pper sulphate is nut salisfaclury. .\ccurding lu American authuritic.s [see Hull. U.S. 
Dept, of Agric., No. too, 1906; see also U.S. (leotogical Survej. Water Supply t'aper. 22ig 

р. 32 (irjopiJ, disinfection i,y means of copper sulphate is not so effretont as that caused Iry rhlorine 
compounds, and is very mucli more expensive, llowever, a soluble disinfectant for statjles anti 
drains, consisting of almut 75 per cent, of copper sulphate and sulpiro-caibolate. ami containing 
some free sniphui dioxide, lias been s<,ld under tire name oi “ microsol.'' 

Cuprous chloride (Cu.jCl.,) is considcnibly more germicidal in its action 
than copper sulphate. Thus Kroncke completely sterilised Klbc water (containing 
50,000 organisms per c.c.) by treating with 50 parts per million of cupTous chloride, 
adding 20 parts of ferrous sulphate, standing for six hours, and then jnecipitating 
all metal by mixing with to parts lime. On filtering through sand the water was 
jierfcctly colourless and sterile. 

Metallic copper appears to possess sterilisation properties. I'Itus the U.S. 
Department of Agriculture (1904) states that i sq. cm. of bright copper per too' 

с. c. of water destroys vro^lena, some forms of spiropyra. 

Kraemer, Rideal and Raines (/»//?■«. San. Inst., 1904, p. 594), and R. Smith 
{Joiirn. Pn'v. Med., July 1904) have extended these oijservations, and confirmed 
them. Thus it was proved that by immersing strips of copper of 2 stp cm. to each 
too c.c. water {i.e., 3! sq. in. to each quart) typhoid and colon bacilli were destroyed 
in four to twenty-fimr hours (the length of time given by the different authorities 
varies greatly), and that with water containing over 1,000 ordinary organisms [rer 
C.C., only eight organisms per c.c. were left after twenty-four hours. 

The germicidal effect uf cojjper un many algie and lacteria is believed to be due to the passing 
of the copper into colloidal solution. 


Mercury and Mercury Salts 

Mercury salts are nearly all possessed of a high germicidal power. * * 
According to Kronig and Paul (1897) the germicidal power depends almost 
solely upon the metallic ion, and is proportional to its degree of ionisation. 

Thu&, on comparing equivalent solutions of mercuric chloride, bromide, and cyanide, he found 
that the 6rst is more germicidal than the second, and the second than the third, and that this order 
corresponds whh the degree of ionisation of these substances, the cyanide being almost nonoonised. 
^ he showed that on comparing solution of mercuric chloride in water of different strengths, 

absolution of one part IlgCk : 1,000 water is more than twice as active as one part llgCl^ : 500 water, 
this enhance4^ activity ebrresponding to the increased dissociation of the mercury salt in the dilutcr 
•olution.. 
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Mercuric.chloride (HgClj), long known as “ corrosive sublimate,’’ is one of the 
3st powerful of disinfectants known, and formerly a o.r per cent, solution was 
ten as the standard of comparison of other disinfectants. The Rideal-Walker 
efficient is 400-4,000. 

The solution tecommended for disinfecting purposes by the Local Govern- 
ent Board consists of mercuric chloride, ^ oz.; hydrochloric acid, t fluid o/-.; 
iline blue, 5 grains; water, 3 galls. 

The aniline blue is aUdcd for colouring the inpior, so as to pievent it getting into potable waters, 
by accident. 

Mercuric chloride is largely used in museums and similar institutions for pre- 
rving stuffed animals and specimens. Mercuric chloride has never come into 
tended use as a general disinfectant for the following reasons :— 

(I) The substance is very cxjiensive; (2) it is estromely poisonous to highei animals and plants, 
d hence is dangerous to use ; (3) it is an irritant to wounds ; (4I it i, often destroyed chemically, 
t mcrcuty being precipitated in tbe form of insoluble salts, by alkalis, by many salts, hard water, 
Iphides, and organic iKidies; so that the substance is liable to be removed from solution before 
has done its germicidal work —time lining an importaiil factor in this. 

In particular, the substance combines with albuminous matter, forming an insoluble coagulum, 
insequentl) it may,form a pelliole over organisms without killing them, and cannot be used for 
iinfecting excreta and sputum, owuiig to its penetration being stopped bv the jirotective albuminoid 
igitlations. The soluble albumen contained in bloixl serum precipitates mercuric chloride, and 
reduces its cflicicncy. 

'Pile addition of ammonium or .sodium chloride somewhat increases the stability 
HgCiL solutions, but considerably diminishes its germicidal activity, no doubt, 
■ lessening the ionic dissociation of this substance. 

Mercuric bromide (Hglbo) is less germicidal than mercuric chloride, and so 
seldom emplt^cd. 

Mercuric iodide (HgL) is a powerful germicide, and finds some use under 
e name of “ iodic hydrarg, " which consists of a solution of mercuric iodide in 
itassium iodide. 

Mercuric i'xlyic is less irritanl to wounds than mercuric chloride, and does not copulate 
mmen in the same manner. Ilencc it has been incoi|)oraled into several antiseptic ointments 
d soajis. 

Mercuric cyanide (Hg(CN),j) is no les.s than four time.s less germicidal than 
ercurir chloride, and so is seldom employed. Mercury oxycyanide, however, 
ids considerable application in surgery since, unlike mercuric chloride, it only 
ghtly precipitates albumen. A solution of 1 : 1,500 forms a faintly alkaline 
itiseptic non-irritant solution, suitable for disinfecting surgical instruments. 

Mercuric-zinc cyanide has been widely used for disinfecting surgical 
struments under the name of “ Lister’s Antiseptic." 

Mercuric ethylene diamine sulphate has been used .-is a hand-disinfectant 
ider the name “sublamen.” It does not coagulate albuminoid matter, is 
ss irritant than mercuric chloride. It is readily soluble in water. 

Sodium hydroxy mercury benzoate has been suggested as a powerful 
sinfectant. 

Mercury salicylate is also a disinfectant. 

•■Protectyl” consists of a solution containing 0.2 per cent. Hg, i per cent, salicylic acid, 
per cent, gelatine, and 95.8 per cent, water. 

Metallic mercury has a powerful "ermiddal value, and is much used in a 
tely divided form for certain parasitic diseases, such as syphilis Many well- 
town ointments contain metallic mercury. 
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Silver Salts 

Silver Nitrate is a very powerful germicide, possessing a Rideal-Walker 
coefficient of i6. A o.i per cent, solution will kill £. coli and S. py. aureus in 
twenty-four hours. 0.5-2 per cent, solution kills the same germs in two to five 
minutes. 

Although silver nitrate enjoys considerable vogue in surgical practice for painting and spraying 
.skin surfaces infected with various {rarasitical diseases, yet it has never come into extended use as 
a disinfectant because 

(i) It is very expensive; (2) it combines with albumen, and is precipitated by many salts, 
including chlorides. Kideal proved that a very small amount of chloride added to a 0. i per cent. . 
solution entirely upset its disinfecting jrowers. 

Silver fluoride is a powerful non-toxic and easily soluble germicide much 
used in 0.1-0.02 per cent, solutions as an antiseptic in diseases of the urinary 
organs. It has been sold under the name “Tachiol.” 

Orgfanic Silver Salts. —A great number of these have been jrlaced' on the 
market as disinfectants. The great advantage of employing organic silver salts is 
that they do not, as a rule, (toagulate albumen, as their silver is not completely 
precipitated by chlorides, and they are less irritant than, silver nitrate. 

Silver citrate ix used as an antiseptic dust fur wtjund.s under the name “ Itrol.” 

Silver lactate is used as an antiseptic injection under the name “ Aclol.” 

Ethylenediamine-silver-phosphate has Ijecn used fur a similar purpose under the name 
“ Argenlamine.” 

Compounds of silver with albumen, casein, wheat gluten, etc., hate been put on the market 
under the names “largin,” "argonine,” ‘agyrol, ’ “protargol, " and some of these have a 
considerable germicidal \ alue. 

For particulars see the /oum. Chem. See. InJ., 1903, p. 315: the Lamct, 1007, Vol. I., 
p. 675. They ha\e been used especially for tiestroying ophthalmic disease organisms, and in ' 
diseases of the urinary organs. ^ 

Zinc Salts and Zinc 

Zinc chloride (ZnCL) has a feebly disinfecting [tower (Ridcal-Walker coefficient 
0.15), and was at one time widely u.sed under the name of “ Burnett's Fluid.” It is 
now little used. Zinc chloride has also been used for injecting into timber for 
the purpose of preserving it. 

Zinc sulphate (ZnSO.j) has also some germicidal action (Rideal-Walker 
coefficient 0.09), but is now little used. 

- Metallic zinc is said to possess a very considerable germicidal action. Thus 
agitation of water with granulated zinc is stated to destroy B. coli and B. 
typhosus in a few hours. Margosches sterilised water by agitating it with zinc dust, 
lime, and charcoal. 

The presence of air or oxygen seems necessary. 

Aluminium Saits and Aluminium 

Aluminium chloride (AlClj) has a feeble disinfecting action, less than that 
exerted by copper sulphate and greater than that of zinc chloride. 

Metallic aluminium seems to have a considerable sterilising effect on 
water. On running water down aluminium gutters the number of bacteria 
considerably decreases. The subject is discussed in Vol. I. of this work under 

Water. 

Iron, salts, especially ferrous sulphate, have been applied for disinfecting 
purposes, but according to Rideal they are ineffective. Metallic iron, however, 
appears to possess some germicidal value. A process for purifying water has been 
founded sn this fact (see./<wr-«. Soc. Arts, 14th Feh. 1896). 
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SECTION LI 11 

INSECTICIDES, FUNGICIDES, AND 
SHEEP-DIPS 


15v CeuI'Trev Martin, Pli.D., D.Sc. 

I.l’l'ERATURR 

‘•Abridged Agriculliu«l Records,’' Vol. VI. Wasliinglon, 1912. 

COPPER COMPOUNDS 

Bordeaux Mixtures.— One of the most valuable fungicides for plant diseases 
is Bordeaux mixture, consisting of copper sulphate and slaked lime. 

Formula I.—Chopper sulphule. 6 Ib«.: lime, 4 lbs. : water, 50 galls. 

Formula 11 .—Copper sulphate, 5 lbs.; lime. ^ lbs. ; water, 50 galls. 

Peach Bordeaux Mixture.—Coj)pcr sulphate. 3 Il>s.; lime, 9 lbs.; water, 50 galls. 

Soda Bordeaux Mixture.- ('copper sulphate, 6 lbs. : caustic soda, 2 lbs. ; water, 50 galls. 

Potash Bordeaux Mixture.—Copper sulphate, 61 l)s. ; caustic potash, 2 lbs. ; water, 50 galls. 

Soap Bordeaux (increases spreading power). —Ordinary hard soap is dissolved in water and 
id»led at tho rate of 4 lbs. to the barrel of solution. 

Manufacture. -In order to make small (fuantities, two half barrels are made 
by.sawing a.barrel through the middle. In one half barrel is placed lhe copper 
sulphate and .25 galls, of water. In the other is the lime and also 25 galls, of 
svater. 'Che contents are stirred until as much has dissolved as possible. 

'Fhe two half-barrel tubs are placed on a platform, and by means of hose or 
spigots the two solutions arc allowed to flow together into a barrel placed below. 

The Bordeaux mixture is then strained through a brass wire strainer of eighteen 
to twenty meshes to the inch. 

In preparing Bordeaux mixture for laige operations a 50-gall. Ixirrel is ihree-cjuarters filled with 
ivaler Then a sack or a box with perforations covered with copper wire containing 50 lbs. of 
:opj')er sulphate is suspended in the upper ))art of the barrel, and enough water is added to fill 
.he barrel. In twenty-four to thirty-six hours, solution is complete and the sack or box is lifted 
:>ut, and the liquid is stirred. The cojrper sulphate solution must be stored in copper or earthen- 
ware vessels. Iron or tinned iron vessels are corroded. 

The stock solution of lime (f lb. lime to each gallon of water) is prepared in the same way. 
Then measured (piantities of each solution are run simultaneously into a third mixing tank 
placed below. 


SULPHUR FUNGICIDES 

Sulphur, especially in the form of a powder, “flowers” of sulphur, is used as 
I fungicide, especially as a remedy for mildew. “ Flour ” of sulphur is not so finely 
divided as “ flowers,” and so is not so good. The heating pipes of greenhouses 
we often painted with a paste of flour of sulphur and water. 

Sulphur and Resin Solution.— Sulphur (flowers or flour), i6 lbs.; resin 
'finely powdered), J lb.; caustic soda (finely powdered), lo lbs.; water, 6 galls. 

Mix the sulphur and resin, place in a barrel, and make into a thick paste by 
idding 3 quaits of water. Now stir in the caustic soda. The'mass, afjer a few 
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minutes, begins to boil vigorously, turning a reddish brown. It should be 
thoroughly stirred, and after boiling has ceased z galls, of water are added, the 
liquid is poured off into another vessel, and sufficient water to make 6 galls, is 
added. 

This solution is used (i: 50 galls, of water) for spraying plants and soaking seeds. 

Potassium Sulphide Fungicide. —Dissolve i 02. of potassium sulphide 
(liver of sulphur) in 3 galls, of water and use immediately. Mixture deteriorates- 
rapidly on standing. 

Corrosive Sublimate (mercuric chloride, HgCl.j) is used (1 part in 1,000 
of water) to disinfect knives, etc., used in cutting out pear-blight, etc. 

Lime-Sulphur Washes.— The mixture may contain 8 lbs. of sulphur 
(flowers, flour, or ground), 8 lbs. of fresh stone lime, and 50 galls, of water. 

Preparation.— The lime is placed in a barrel and enough water (6 galls.) is 
poured on,to almost cover it. As soon as the lime begins to slake, run in the 
sieved sulphur powder, stir continually, and add 3-4 galls, more water so as to 
form first a thick and then a thin paste. The heat evolved by the slaking lime 
should heat the water almost to boiling for several minutes. 

Finally water is added to cool the hot liquid, and it is run through a strainer 
into a tank, diluted, and applied. 

The lime at which cold water should be added to cool the hot liquid depends upon the nature of 
the lime used. A poor lime often evolves so little heat on slaking, that a properly hot solution 
does not result. Other limes evolve much heat. The liquid must not he allowed to remain hot 
for long (say fifteen to twenty minutes after slaking) otherwise the lime goes into solution and 
forms soluble calcium sulphides which are injurious to foliage. Hence with a hot lime the mixture 
must be cooled rapidly by adding cold water as soon as the slaking of the lime is complete. A 
uniform mixture of finely divided lime and sulphur results, in which hut little sulphur is in true 
solution. The liquid is strained from lumps of lime. , 

Formaldehyde (see Martin’s “Industrial Chemistry: Organic”), either in 
solution (i lb. formalin to 50 galls, of water) or gasified, is often used for treating 
seeds, wheat, or oats. 

Formalin if used in too strong a solution, or if the grain is soaked too long, may destroy the 
germinating power of grain. 


SHEEP-DIPS 

The sheep-dips most commonly used contain sulphur, arsenic, carbolic acid, 
arid (in America) sulphur. 

The dips containing sulphur are the best, the sulphur being retained in the wool (being non¬ 
volatile and non-soluble) for a longer period of time than the scab parasites remain alive away from 
their hosts. 

Lime and Sulphur Dips.—The following are various lime and sulphur dips 
which have been used in various parts of the world :— 

(t) Victorian Lime and Sulphur Dip (adopted officially in Australia):— 

Flowers of sulphur • ■ - - 20 lbs. 

F'resh slaked lime - - - - 10 lbs. 

Water - ..... 100 galls. 

(2) South African (Cape Town) Official Lime and Sulphur Dip 

Flowers of sulphur (minimum) . - . IS lbs. 

Unslaked lime - - - - 15 lbs. 

Water - - ... . . itx) galls. 

(3) South African (Cape Town) Official Lime and Sulphur IMp, of 4th Feb. 1897 

Flowers of sulphur - . . - 20 lbs. 

Unslaked lime . - ... 16 lbs. 

•Water ...... too galls. 
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(4) Nevada lime and Saiphnr Dtp 

Flowers of sulphur - - • 16 lbs. 

Lime ••••■■ 33 lbs. 

Water ♦••... 100 galk 

(5) Fort Collins Lime and Sulphur Dip 

Flowers of sulphur • • * 33 lbs. 

Unslaked lime • - • • 11 lbs. 

Water ...... 100 galls. 

(6) The following mixture has l>een widely used with satisfaction:— 

Flowers of sulphur • * • .24 lbs. 

Unslaked lime • • • • *8 lbs. 

Water ...... 100 ^lls. 


Fresh scab is efficiently treated by No. 6. In cases of very hard scab a 
stronger dip, such as No. 5, is used. In unusually severe cases use No. i, No. 3, 
or No. 4. 

It is dangerous to use more than 33 lbs. of lime to 100 galls, of water, and 16 lbs. is as much 
IS should be used without expert advice. , 

Preparation of Lime and Sulphur Dips.— 8-i i lbs. of unslaked lime are 
placed in a pail and enough water is added to slake the lime and form a tliick 
paste. One pint of water will slake 3 lbs. of lime. Sift into the lime paste three 
times as much flowers of sulphur as was used of lime, and stir mixture. Next place 
the sulphur-lime paste in a kettle or boiler with 25-30 galls, of boiling water, 
Doil mixture for two to three hours, stirring continuously, and replacing evaporated 
water. 

The sulphur should disappear from the surface and a solution of a chocolate- 
brown colour should result 

Now pour into a .settling tank or barrel and allow to settle four hours. 

I'he barrel pr tank should have a spigot inserted 3-4 in. from the bottom, so as 
:o run the liquid out without disturbing the sediment. 

When fully settled run the clear liquid off through a filter made of ordinary 
sacking into the* clipping vat for sheep, and add enough warm water to make 100 
tails. The .sediment left in tlie barrel and filter sack must not be used for 
lipping cattle. It may, however, be mixed with water and used as a disinfectant. 

Use of Lime and Sulphur Dips.— When properly made and used, these 
lips are the most efficient known as scab destroyers. 

The wool is always injured to a slight extent by the use of such dips, but when used upon shorn 
.Keep the injury is negligible. On long wool, however, the injury is greater, being most pronounced 
>n hne wool and less so on coarse wool. The injury consists in a change in the microscopic 
itructure of the fibre, caused by the caustic action of the liquor. Improperly made and used 
ime and sulphur dips are, however, both injurious and dangerous. 


Tobacco and Sulphur Dips 

• The proper preparation of a lime and sulphur dip requires at least two hours’ 
wiling of the mixture. In certain districts of America and Australia, however, 
vhere fuel is scarce and facilities for boiling are not at hand, the use of a tobacco 
or nicotine) and sulphur dip is growing, since these can be made without 
engthy boilmg. 

The advantage of these dips is that two of the best scab remedies, namely, 
oUcco (nicotine) and sulphur, are used together, both of which kill the'parasites, 
vhile the sulphur remains in the wool, and protects for some time against re- 
nfection. 

Nicotine (see Martin’s “Industrial Chemistry. Organican alkaloid contained in tobacco, 
s the poisonous active principle of the tobacco. This poison when applied externally to animals 
nay cause nausea, fainting, and even death. 

A solution erntaining from 30-60 parts of nicotine in loo,000 parts of water makes a slow but 
ure acting sheep-dip. The percentage of nicotine, however, varies greatly in different varieties of 
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lotacco, and in the different parts of the tobacco plant. There is more nicotine in the leaves than 
in the stem. Hence it is usual to use an extract of loltacco, or a nicotine solution, on account of 
the ease with which these extracts dissolve in water. 

Manufacture. —An efficient tobacco dip should contain at least 0.0007 per 
cent, of nicotine. .Sufficient nicotine would therefore be obtain’ed for 100 galls. 
(800 lbs.) of dip by using i lb. of a 40 per rent, solution of nicotine. Hence the 
formula for an efficient dip would be:— 

Nicotine - - - . 0.56 lb. 

Water - - - - 100 galls. 

The nicotine solution or tobacco extract should not be added to the dip until 
just before it is ready for use. The dii) should be thoroughly stirred. 

The dip should never be heated above 110° K. (44’ C.) after the nicotine has 
been added, as the nicotine can volatilise and weakens the dip. 

In order to calculate the amount of nicotine solution or tobacco extract to be used per too galls, 
of water, divide the amount of nicotine required in too galls, of the dip by the proportion gf nicotine 
in the extract. 

Kor example, a 25 per cent, solution of nicotine is used to make a dip containing 0.56 lb. of 
nicotine to too galls, of w.iter. Hence we have—0.56-: 0.25--2.24 }bs. of nicotine extract to be 
used per too galls, of dip. If a tobacco extract is useil, having, c.g., 2.40 per cent, of nicotine, we 
have -0.56 : o.024--24.33 lbs. of tobacco extiact per too galls, ofdip. 

Preparation of Tobacco Extracts for Dips.— I’or too galls, of dip use 
21 lbs. of good leaves. Soak in water for twenty-four hours, then raise water to 
boiling for a moment, allow infusion to stand one hour (or allow to stand over¬ 
night), strain liquid (best under pressure) front leaves and dilute to 100 galls, per 
21 lbs. of tobacco used. 

The advantag'es of the tobacco dip are—fU Theapness, since the farmer can grow his own 
tobacco; (2) efficient and non-injurums to woo!. The disadvantagfes aie—(t) The jiersons 
using it are often made ill; (2) it spoils veiy rapidly ; {3I it sometimes injures the sheep (“ causes 
a set-back ’ 


ARSENICAL DIPS 

Formulas;—(i) 3 lbs. each of arsenic oxide, soda ash, soft soap, and sulphur 
(a pint or two of naphtha is sometimes added) is dissolved in 10-20 galls.-of 
boiling water, and cold water is added to make 120 galls. Keep head of sheep out 
of bath. 

2 Commercial pure sodium arsenite - - - - 14 lbs. 

(Iround roll sulphur - - - - ■34-5 'bs. 

^Vater - - - - - - -432 galls. 

The arsenite of soda is mixed with the sulphur before adding the water. 

Tlie disadvantages of arsenic dips are(i) Danger as a deadly poison ; (2) drying effect on 
wool; (3) weakens the fibre of wool in one particular spot near the .skin ; (4) does not tend to 
increase the growth of ilie wool; (5) sometimes injuies the stieep. The advantages are its 
excellent scati-curing qualities. 


CARBOLIC DIPS 

These dips act very (juickly in killing mites (quicker than tobacco^ or sulphur 
dips), but unfortunately the wash soon leaves the sheep, which is, consequently, not 
protected'from reinfection in the pastures. Hence it is advisable to add 1 lb. of 
flowers of sulphur to every 6 galls, of dip as a protection against reinfection. 
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In gfiUTul, pliiitb obtain tlicir (tirbon (as carbon dioxide) from the air, water 
from rain, and nitrogen (as ammonia or combined nitric acid) from the soil. 
Certain plants (i.e , legumes) are able to assimilate free nitrogen from the air. 

In addition to tliesc tliree chief siilislances other nutriments are required, such 
its are found in the asli of most plants. Tlioy are:— 

I’btasli, KjO. (.Sometimes soda, Na„ 0 .) 

l.ime, ( aO. Magnesia, MgO. 

Iron oxide, Ke/).,. Silica, SiOj. 

Sulphuric .acid, H.^SO,. Phosphoric acid, H3PO4. 

Hydrochloric acid, HCl. 

Most of these are present in sufficient (|uantities in virgin soil, but their stock 
can very easily he used up, especially if the soil is poor, and often at a greater rate 
than that at which it is replenished ; consequently manures have to be put on the 
land in order to replace, in the soil, the constituents removed by the plants. 

In all manures tlie active constituents should be easily assimilable by the 
plants. In other words, th“ manure sliould decompose fairly rapidly, and also the 
chief constituents should he .solulrle in water or very dilute acid. 


I. PlIOSPHATIC MANURPTS 

Natufai Phosphates. —Extensive deposits of natural phosphates occur in 
various parts of the world. Tlie harder of these raw phosphates, even in the finest 
milled condition, are of very little maniirial value, because they are only very slowly 
soluble in water, and hence plants can only make use of them very slowly, d'hc 
softer minerals, if sufficiently finely ground, have an appreciable but limited value 
for direct application to the soil. 

The chief deposits arc :— 

(i.) Coprolites.^ —This was the first deposit to he used as a nianuie. Ifoccuis in the Jurassic 
Strata and Suffolk Crag, particularly in Cambridge, Gloucestershire, and Bedfordshire, 4 nd consists 
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of the excrement of Saurians metamorphosed to tricaicium phosphate. Coprolites usually contain 
about 25 per cent, phosphoric oxide (P2O5) and about 42 per cent. Ume(CaO). English coprolites 
are no longer in use. 

(ii.) Sandy Phosphates.—These deposits occur in Belgium, and in France on the Somme. 

(iii.) African Phosphates are deposits found in the north of Africa. The beds in Tunis (Algerian 
phosphate) are extremely important, and contain about 30 per cent. and 48 [rer cent. lime. 

(iv.) Deposits in Florida, Tennessee, and South Carolina.—The composition of Florida 
phosphate is on the average 35 per cent. PaO,, 2.5 per cent. Fe^Oj and Al^Oj, and 45 per cent. CaO. 

(v.) Christmas Island Phosphates, from Christmas Island, south of Java, where there is 
e.stimated a bed of 2^ million tons, consisting of a white phosphate, very easy to mill if 
sufficiently dry. Its average composition is 87 per cent, tricaicium pho.sphate, 0.5 percent, iron 
oxide, I per cent, alumina, and 6 jier cent. lime. 



Fig. 2.—Abbi Ball Mill. 

{_Tht Abbf Engineering Cff., New Vcri.) 

(vi.) Pacific Phosphate.—There are two extensive deposits of this phosphate which are now 
being worked to a very large extent. 

{a) Ocean Phosphate from Ocean Island (British), in the Gilbert Group. This is a very 
extensive deposit of mineralised guano, the excrement of sea birds, which has accumulated for 
thousands of years. The phosphate is light to dark brown in colour, crushes well, and is fairly 
easily assimilable by plants. It contains about 85 per cent, acid calcium phosphate, 0.5 per cent, 
iron oxide and alumina, and 5 per cent, calcium carlx>nate. 

(^) Deposit at Wanni Island (Pleasant Island), belonging to the Marshall Islands. This 
deposit's exactly similar to ocean phosphate. 

(vii.) Further Deposits.—In the States of Idaho, Utah, and Wyoming new deposits have been 
discovered*. These are estimated at least at 100 million tons. 

Great deposits also occur at Angaur Island (Paulau), aest of Caroline Islands, whereabout 
2^ million tons of an 80 per cent, phosphate are said to exist The deposits at the Island of 
Makatu in the Tuamotu archipelago, have not yet been fully investigated. 

The phosphate in all these deposits exists chiefly as tricaicium phosphate, and 
appears to have arisen from the action of phosphoric acid (of organic origin) on 
calcium carbonate. Phosphate in this form is very slightly soluble in water, so that 
it is necessary to convert it into a soluble form, such as superphosphate, before it 
is of much use as a manure. The first step is to crush the mineral phosphate, then 
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^rind and separate the fine powder. This process of milling has been carried on 
for a long time in a wrong manner by using mills that are not suitable for the 
purpose. 

Crushing. —The raw material should be first crushed so as to reduce the 
larger lumps to a convenient size for the grinding mill 

This is done in special machines, such as the Roll-Jaw Rock Crusher or the Rotary *' Open 
Door” Fine Crusher, su])plied by theSturlcvant Knginecrinj; Co. Ltd., of London, and wliichthc 
writer c<in recommend. Similar machines arc described under the Calcareous Cement Industry, 
p. 92, to which the reader is refeircd for a description. 



FiG. 3.—Abbe Ball Mill—Spiral Screen (open). 
{Al'hi Engineering Co., New York.') 


Grinding. —After the phosphate has been crushed it is transferred to a 
suitable mill for grinding or disintegrating. 

The best mills in use at present are:— 

(1) Ball Mills.—The Abbe Ball Mill, manufactured by the Abbe Engineering Co., New York 
(see Eigs. 2 and 3), consists of a rotating drum-like cylinder containing steel balls, and covered 
inside with steel step-like plaies. The material to be groun<l enters this chamber through a hole 
at the end (seen on the right, Fig. 2). 

The crushing is performed by the balls, falling from one step on to the next. To the end of 
the chamber is bolted a patent spiral discharge, and screening spiral. The spiral sercen consists 
of a number of convolutes of diminishing diameter as they apjmiach the centre, • 

The crushed material passes into the screen on its largest convolute (sec Fig. 3), and after 
sifting over the whole length of the spiral, the remaining tailings are delivered, by means of a 
conveyer at the centre, to the opposite end of the grinding chain^r. The various convolutes of 
the .screen are surrounded by a discharge spiral which runs the full length of the screen spiral, and 
convey® the finished product to the discharge at the centre of the end of the machine. 

(2) Tube Mills ,—These arc essentially mills for fine grinding. A typical mill consists of a 
long tube of steel plates (up to 30 ft. long and 6 ft. diameter), containing a number of flint or 
iteel balls, and revolved by suitable gear. The mill is capable of Ireing used for either wet or dry 
gHnding, aai this is effected solely by the flint pebbles or steel balls rubbing against each other 
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and the side of the tube/ The feed is placed at one end, and the outlet at the other. Fig. 4 
shows a lube mill capable of turning out about 4*7 ions of very fine finished powder per hour. 
The material delivered to the mill should be pulverised to alxutl 4 *^ tn. c.ul)es, and the final 
product separated, the coarse particles Iwing returned to the mill. One of the great advantages of 



• Fir,. 4.-Tube Mill. 

{/.(igar Allen Co. I td., ShelTu-ld.) 

such mills is the simplicity in construction ; no sieves arc required, and hence there is freedom 
from breakdown. 

( 3 ) i^ng-Roll Mills.—by far the best mills of this type are those patented by the Sturlcvant 



Fig. 5. —Ring-Roll Mill (section). 

{Sturtevant Engineering Co. Ltd.y London.') 

Engineering Co. Ltd., London. These essentially consist of a heavy steel anvil ring, concave on 
the inside (see Fig. 5), and revolved by a hori7''ntaI shaft. Three, so-called, hammer rolls are 
pressed against the ring with enormous force by springs, and a lever arrangement on the axles. 
These rolls are convex, and work free. The revolving ring drives all three rolls by means of an 
inch layer of centrifugally held material seen at r (Fig. 5). * 
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The feed enters the hopper at H, and is delivered by the sjwut s at the centre of the concave 
surface of the ring, where it is strongly held by centrifugal force (seen at R), until the ground rock 
is crushed off on both sides of the ring (as at (.), and discharged at t). 

These mills are very durable, and give a large output, using little power. They have replaced 
many other grinding mills. 

(4) Roll Mills.—The most efficient mill of this pattern is the Bradley three-roll mill (Fig. 6) 
manufactured by the Bradley Pulveriser Co,, London. In tlie figure the upper and part of 
the lower shield arc removed in order to show the working parts. Three rolls, free to move, 
are supported in a pendulum fashion from a central vertical shaft, and hang inside a fixed 
annular ring or die. When the shaft revolves, the rolls tend to rise by centrifugal action and 
crush against the ring. The crushing power varies with the speed of the shaft. The material to 
be ground is fed to a central hopper surrounding the shaft, and is distributed continuously on to the 



Fig. 6.—Bradley Three-Roll Mill. 

(Bradley Pulveriser Co ., London.) 

ring directly in front of the three advancing rolls by long spouts (seen in Fig. 6); hence the 
material is fed exactly in the place where it is to be ground. This is a slow-running mill, and alt 
the working parts are easily accessible. 

The output of the Bradley three-roll mill, with phosphate rock, is as follows 

On Florida high grade rock—2I-3 tons per hour; on Florida land pebble phosphate—3^-4 tons 
per hour, both ground to a fineness of 80-85 per cent, to pa.ss a 100 mesh sieve (~ 100,000 holes 
per square inch). A higher output up to 6 tons per hour is obtained with $ofj:er phosphate rocks. 

(5) Disiiiteg^rating Madimes.—In these machines disintegration is brimght about by blows 
which are either on the supported or the unsupported particles of the material. 

Mills of the first type are mostly stamp mills, and are chiefly used in the mining industry and 
districts. A very good diantegnitor of the second type is Carter’s” Disintegrator, supplied by 
J. Harrison Carter, London, and seen in section in Fig. 7. It consists of a circular chamber lined 
with cast-hon plates which have grooved or ratcheted surfaces, F and g. The lower half of the 
circaroference of the chamber is formed of screens H from e't'S in. mesh according to the 
requited fineness of the finished product. 

A sti^g spindle A passes through the centre of the chamber, and carries four or six iron 
beaters c attacked to a very strong steel disc B. These beaters are replaceable, and run close to 



ARTIFICIAL MANURES 


27 


the inner circumference of the grinding chamber, covering its whole width. The material to be 
ground is fed as near as possible to the periphery of the chamber, and there it n»ccts the beaters 



Kig.* 7.—Section of Carter’s Disintegrator. 
(/. Harrison Carter^ London^ 



Fig. 8.—Sturlevant-Newaygo Separator. 
(Sturtevant Et^inetring C». Lid.^ London.) 


while they are travelling at a high speed of 1^,000-20,000 ft. per minute. The material is thus 
beaten and driven against the lining. As the particles become sufficiently fine they pass through 
the screens into the chamber below, the coarse particles being again operated on by the beaters, 
and finally reduced. 
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Separators. —'I'hese are used to separate the fine ground phosphate. 

(1) Screen Separators. An excellent machine of ihi> type is the Sturle\ant-Newayj;o Patent 
Separator (Slurtevant Engineering Co. Ltd., London), seen in the diagram (Fig. 8). 

The screens a and n arc made of stretched wire cloth, and are subjected to very light and rapid 
blows from the hammers ii, which cause the mesh to keep in constant vibration. These hammers 
are driven by gearing to the revolving feed v placed right along the top of the screen. 

(2) Air Separators (see Fig. 9).—This type of separator consists of a funnel-shaped iron 
vessel having two casings n and (. separated from each other. The material is fed from the 
hopper K on to the disc a, rotated by the pulley H. The lower part of the hopper, as well as ibe 

fan I-, are driven by the pulley c. 

The material is spread out in a fine stream by the plate 
A towards a fi\e<l hood c directly below the fan. litre 
there is a strong current of air, produced by the fan K and 
ctnning through the slits E. 1 'bi.s air stream carries the 
smaller pailicles forward into the chamber o, while the 
larger particles, too heavy to be carried up by the air, 
strike against o, and fall into the casing ii. The degree of 
fineness of the finished product can lie regulated by the 
speed of the fan. * 

Complete Plant for the Treatment of 
Phospliate Rock 

1‘ig. 10 shows a suitable plant for crushing, grinding, and 
screening phosphates, supplied by the Stmtevant Engineer¬ 
ing Co. Ltd., London. 

'I'lic material is first crushed in the roll-jaw 
fine crusher a, and falls into the “ crushed rock 
l)in” D, from which it passes, by gravity, to tiic 
ring-roll mill c, where the grinding takes place. 

The ground material is next elevated to the 
■Sturtevant patent separator u, where it is screened, 
the finely milled portion passes into the “ fine 
rock bin ” K, while the tailings pa.ss on to the 
bin n for further treatment. 

Fu;. 9.—Section otan .\ir Superphosphate -—After irrilling, the 

Separator. powdered phosphate is treated with sulphuric 

acid in order to convert the insoluble tricalcium 
phosphate into soluble monocalcium phosphate or superphosphate:— 

('aid’Ojh -S 2 U.,S 0 , 1 -|- eHaOp^sCaSO^ -t CaHjd’OpaiH 6n.jO|. 

(Tricalctum phosphate.) (Sulphuric acid.) (Calcium sulphate.) (Moiiocah ium phosphate.) 

This formula docs not represent exactly the chemical change lhal takes place. If a smaller 
amount of acid is used, insfilublc dicalcium phosphate is formed, as in the following equation :— 

Ca;,(l’ 04 ),. i I[.,S 04 -vCaS 04 + Ca-JiTOj. 

Similarly, if a large amount of acid is added, the following change lakes place, phosphoric acid 
being liberated:— 

Ca,(POA, + sHoSO.-^jCaSO^ + 2H^I»04. 

In the manufacture of superphosphate care must be taken to use the letjuisite amount of acid, 
because if it is piesent in large excess a sticky product will be the result, and thLs is liable to be 
reverted into insoluble calcium phosphate or “ I’rccipilated ” phosphate. Reversion also lakes 
place if superphosphate is kept for a long lime :— , 

CaH^il'O^L-^CaH.PO, + 

Iron oxide and alumina may also bring about this change, hence care mu^l be taken in mixing 
sut)erphosphatcs with other manure.s. 

Process of Manufacture. —Chamber acid of 1.55-1.60 sp. gr. is chiefly 
used ; the quantity must be so adjusted that to one molecule of calcium phosphate 
there we rather more than two of acid; also sufficient acid must be added to 
convert the excess of lime (present as calcium carbonate and calcium fluoride) as 
well as tbi iron and aluminium oxides into sulphates;— 
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* Fig. 10.— Phosphate Unit. 

i^^iturin'ant Engineerinsi Co. LoHdon.') 

It is usual to effect this tlecompositi.m accortling to analysis A 
each batch of phosphate to be treated, and the calculated amount of acid, plus about 5 per cent., 

is added. 

The acid must be used cold; suffici-nt heat will be evolved during the 
to effect the decomposition. According to French Patent, 419,716, 1910, a little 
nitric acid added to the sulphuric acid accelerates the decomposition. 
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Fig. i: shows the Milch patent snperphosphate den supplied by W. J. Fraser & Co., 
of Dagenham, Essex. 

The various grades of finely-milled phosphates are conveyed from storage bins 
to a weighing machine which empties a weighed quantity of phosphate into the 
mixer r (Fig. 11); next the requisite amount of acid is measured into the mixer by 
another machine working automatically in conjunction with the first. The mixture 
is now well stirred, and by opening a valve at the bottom of the mixer the contents 
fall into the chamber or den d where the action completes itself. 

This chamber consibls of a large cylinder r> made of iron plates and mounted on running wheels, 
so that it can remain inside the large closed brick chamber c or be withdrawn. On 
either side of the cylinder d there is a long screwed shaft s, which works in threads fixed on the 
side of the cylinder; by rotating these shafts, the cylinder D can be slowly drawn out of the 
chamber c. 

There is an opening all along the tt»p and bottom of the cylinder l>. The bottom opening is 



Fig. II. —Milch Patent Superphosphate Den. 

{W.J. Fraser Co., Dagenham^ 

closed by means of heavy wooden doors during the process of filling. The l>ack end of the cylinder 
con'sisls of a permanent steel plate, while the front is left open and clo.sed by a wooden door 
bolted on. 

After the cylinder d has received its charge of mixed acid and phosphate (15- 
40 tons according to size), it is allowed to stand for a short time inside the brick 
chamber c; sufficient heat is developed to carry out the change into superphosphate. 

The acid gases which escape Ijoth at this stage and in the subsequent excavation of the 
j superphosphate are carried away by a ventilating shaft X, which is connected with a fan to 
absoiiption towers. Modern arrangements are described in Vol. I., p. 417, under The Hydrofluoric 
Add Industry. 

Next the front door of n is removed, and the bottom doors dropped on their 
hinges, and the work of excavating the superphosphate from d is now commenced. 

Many difficulties have been experienced in the manner of excavating the superphosphate from 
the den n: firstly, the material must be cut away without any rubbing action, which spoils its 
physical condition ; secondly, there must lie no undue pressure which might spoil its chemical 
condition; and thirdly, the difficulty from the corrosive action of the chemicals and gases must 
be overcome. . 

In the Milch chamber and most other dens the excavating is carried out automatically. A 
reviving knife t of rather less diameter than the cylinder D is arranged on a third shaft and fixed 
iOjfront of Jhj cylinder (as shown). 
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When the machinetji is started the knife T is caused to rotate aiiout fifty times {«t minute; 
simultaneously the screw shafts rotate which slowly draw the cylinder D towards the knife T. The 
material in the drum is thus shaved off to a very fine powder which fails inside the cylinder and 
drops through the liottom opening on a special conveyer hy which it is taken to the storage sheds. 

The power needed for such a plant is comparatively small, and the output pet day amounts to 
about ITO tons. 

Fig. I shows in detail an excellent up-to-date plant (made by llakema, of Arastcrdara) for the 
manufacture of superphosphate. 

In some cases the chamber is placed vertically and the lower end removed for emptying (English 
Patent, 15,940,1910). Other recent patents referring to superphosphate dens and manufacture are 
English Patents, 11,215, >9o6; 18,525and24,249,1910; 19,572,19I2(U.S. Patent, 1,040,081)!also 
French Patents, 422,875, 1910; 425,210, 1910; and German Patent, 257,191, 1911. 

The product, superphosphate of lime, is generally called “super- 



Fig. 12. —“Single-Blade Mixing Machine.” 

{li’tmer, PJltidertr, Perkins Ltd., Peterborough.) 

phosphate” or “mineral superphosphate.” The strength varies according 
to the material used, and is judged by the amount of phosphate soluble in water, 
and in a 2 per cent, citric acid solution. Usually superphosphates contain 25-28 
per cent, of soluble phosphate, but some samples contain a much higher percentage. 

Superphosphate should be in a friable and dry condition or else it will clog the drills when used 
for manuring. The colour of the sample is not a criterion as to the quality. 

Basic Superphosphate. —This contains excess of lime and is made by 
neutralising the excess of acid in superphosphate by lime. According to English 
Patent, 3,327, 1912, if superphosphate is heated to about 825° C. the calcium- 
sulphate is decomposed, and sulphuric acid is driven off, forming lime. Water also 
passes off, forming a basic superphosphate containing about 40 per cent, of lime. 

Double Super]}hosphate conta'.is some 45 per cent, water-soluble 
phosphoric ac'd, and is made as follows: Phosphoric acid solution is first obtained 
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by the action of sulphuric acid on natural phosphates, and filtering off the 
gypsum formed. 

The solution is now evaporated in covered pans, and stirred with the requisite 
quantity of phosphate meal, then drying the double superphosphate which is formed. 

Phosphoric acid prepared in this manner is also ij,ged foi making potassium, sodium, and 
ammonium phosphates. » 

Dissolved or Vitriolised Raw Bones.— Manures of this type are prepared 
by treating crushed bones with sulphuric acid, which converts the calcium 
phosphates into an acid phosphate. 

A suitalile mixer, and one tiiat will resist tire action of the acid, is made by Werner, I'lleiderer, 
& Perkins Ltd., of Peterborough. This is shown in Fig. I2, tilted to empty the contents. 

Raw unsteamed bones should be used in the manufacture, and excess of acid 
must be avoided as it forms a pasty mass. 

In order to obtain a good ftroduct the bone meal should be in a fine condition, 
and the mixing well carried out. Dissolved bone meal usually contains 30 35 
per cent, of total phosphate and nitrogen equivalent to 3-3.5 per cent, a'mmonia. 
If steamed Vtones are used the product will not be so rich in nitrogen. 

Analyses of various ran and steamed hone meal (according tif J. Uichardson, Voik) are as 
follows:— . 



Raw 

Hone Meal. 

Steamed 
Hone Meal. 

Moistuie 

* Organic mailer. 

t Phosphoric acid. 

Lime. 

Magnesia, alkalis, etc. 

Insoluhle ‘siliceous mallei - 

9.10 
.vS oh 
22.00 

29.20 
2.74 

1.00 

t 1 ( 50.00 

6.30 

12. iw' 
32.10 
41.97 

0 .J 5 

too.oo j 

* Containing nitrogen 

4.27 

1-38 

Kquivaleni to ammonia - 

5.18 

1.67 

t Kqual to trihasie calcium phosphate 

48.04 

0 

d 

... 


_ 


Dissolved Bone Compounds. —These are made by mixing dissolved bone 
meal with water-soluble mineral phosphates. Strmetimes other substances, such 
as dried blood, guano, etc., are added to the bones before dissolving in the acid. 

The composition of sucli manures naturally varies : a good quality sample contains about 30 
per cent, total phosphates, of wdiicli 20 per cent, is soluble in water, and 1.25 per cent, nitrogen 
(equal to 1.5 per cent, ammimia). A |>oorer sample may only cui.tain nitrogen up to about 
I per cent, ammonia. 

Basic Slag. —(Otherwise known as basic cinder, basic phosphate, Thomas 
• slag, Thomas meal, or Thomas phosphate.) 

This is a by-product of the 'rhomas-Gilchrist process for the Bessemer 
conversion of phosphatic pig iron into steel. The phosphorus, at the high 
temperature of the molten iron, is converted into tetra-calcium phosphate by 
combining with the coating of lime in the converter; this phosphate, unlike tri¬ 
calcium phosphate, is soluble in citric acid solution. 

The actual percentage of phosphate in (ne slag varies considerably; medium grade slag contains 
about 30 per cent., and the liest grade about 40 per cent, of phosphate calculated as CajP^Oj. The 
same tetja-phosphate, under the name of Wiborgh-phosphate, is formed in Germany by heating 
mineral phosphates with soda. 

Basic slag is a very heavy material, and when finely ground forms an excellent 
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manure, tbi phosphorus being more readily available than in the case of natural 
phosphates. 

The preparation of the slag as a manure simply consists in fine crushing 
and separating. 

This is usually carried out at the iron works. Some of the most suitable mills used in this work 
are bdl or ball'tube mills (sec p. 24), whilst air separation is the best. On the average about 
per cent, of the slag should pass through a sieve of 10,000 meshes to the square inch. According 
to English Patent, 63, 1902, Thomas slag is converted into a powder by the action of steam. 

The value of the meal depends on the percentage of citric-soluble phosphoric 
acid it contains. In good slag 8o-go per cent, of the total phosphoric acid 
should be soluble in a a per cent, citric acid solution. 

■ Two typical analyses of basic slag, as given by J. Richardson & Co., arc as follows:— 



30 Vo 

Grade. 

39 7 o 

Grade. 

Silica '. 

t2.6o 

8. to . 

Peroxide of iron ,•. 

IO.S7 

to. 20 

Protoxide of iron. 

7.01 

8-54 

Protojfide of manganese .... 

6.19 

5-34 

Lime. 

4453 

45 - 4 * 

M^nesia. 

4.12 

3-63 

Sulphur. 

0.27 

0.41 

Phosphoric acid. 

14.41 

18.36 

• 

100.00 

100.00 


Basic slag is’ suitable for clay and peaty soils, moorland, fruit, and vineyards, 
and generally a 4 lands poor in phosphoric acid. The action is somewhat slower 
than in the case of superphosphate, but the actual cost of the phosphoric acid in 
the slag is about three-quarters the price of that contained in superphosphate. 

The annual output of slag in the United Kingdom now amounts to some 400,000 tons, of which 
about 220,000 tons are used for home consumption. The Continental production alone is estimated 
at 3,000,000 tons! while over 2,200,000 tons were used annually in Germany. 


II. PHOSPHO-NITROGENOUS MANURES 

Bones.— (rt) Raw and unsteamed bone manure is rich in. phosphorus 
and fairly rich in nitrogen. 

Crushing. —Bones are crushed in any suitable mill; the type usually used 
’ consists of a pair of toothed rollers between which the bones pass. Unless the 
boqes are finely crushed they are best used on the land early in the season on 
account of the time taken to decompose. 

Good raw bone meal contains 40 50 per cent, phosphates, and 3.5-4 per cent, 
nitrogen (equivalent to 4-5 per cent, ammonia). English raw bone meal generally 
contains 45 per cent, phosphates and 3.5 per cent, nitrogen:— 

Indjan bone meals have Iieen placed on the market, and ate usually slightly richer than the 
Enriirh varieties. 

Raw bone meal is more often used for permanent pastures than for crops, on account of its. 
slow rate of action. 

( 4 ) Steamed or Degelatinised Bones.— Crushed bones are treated with 
superheated steam and benzene to remove the fat and glue (for description of 
process, see Martin's “Industrial Chemistry! Organic,” pp. 31 and 595), The 
bones after treatment contain only about i per cent, of the nitrogen, and after 
grinding are sold as “ steamed bone meal' :— 

VOL. II.—3 
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Another method of extraction is to soak the bones in 8 per cent, hydrochloric hcid for some 
days. This lakes out all the phosphate, which is then thrown down as dicalcium phosphate by 
lime; the so-called “Lime Precipitate” is citric soluble, and is an-excellent manure, only it is 
fairly expensive. 

The value of steamed bone meal is less than raw bones on account of the 
smaller nitrogen content; the amount of phosphates is, however, higher. 

Flesh Meal (flesh guano or meat meal) is obtained from the carcasses of 
horses and other animals, the putrid animal refuse from slaughter-houses, garbage, 
etc. 

Suitable plants have been designed and are in operation at various places. 
The refuse is placed in a sieve in an iron cylinder into which superheated steam is 
passed; after a few hours the meat becomes thoroughly cooked. The fat and 
gelatine broth drop down and are collected; the evil-smelling steam is also 
collected by condensation. The solid matter after straining is reduced, by pulveris¬ 
ing, to a pulp and then conveyed to a suitable drying apparatus. The dried 
product is called flesh meal and is completely scentless; it contains 6-8 per cent, 
nitrogen and 6-15 per cent, phosphoric oxide. 

The water or tankage that separates from the above cooking is stored in vats, heated to 
170“ K., and the grease removed as completely as possible; this is important, because if grease 
is present, it interferes with the evaporation. The liquid is now evaporated in a suitable machine, 
the dried product being used as a manure. (See English Patents, 23,045, 1904 : 24.492, 1906: 
21,630, 1908; 15,654, 1909.) 

The so-called “ Fray-Bentos” gfuano is produced in a similar manner from 
the residue during the manufacture of Liebig’s extract of meat. 

Fish Manures or Guanos. —These are largely made from the residue and 
offal from fisheries, and sometimes (as in America) from whole fish. 

The fish scrap is carried in a continuous stream to the cooker or digester 
(Fig. T3 (A)). 

This consists of a horiiontal cylinder to one end of which is fitted a mechanical feeder. A 
long hollow steel shaft, capable of lieing rotated, passes through the cylinder, and carries a special 
spiral conveyer which, by rotation, conlinually moves the material through the cooker. The shaft 
is ilso provided with hollow radial arms, and pierced with numerous holes. 

The fish scrap is thoroughly disintegrated by the rotating of the shaft, and rooked in a few 
minutes by the steam » hich jiaases through the shaft and arms. 

When the material reaches the other end of the cylinder, it is automatically 
conveyed to the press (Fig. 13 (B)). 

The central rotating hollow shaft of the press carries a tapering pressing screw which revolves 
in a similar conical steel casing. The wet material is fed by means of a mechanical device, and 
discharged at the smaller end of the machine thoroughly pressed. The pressure on the material 
is regulated by the size of the ojsening at the discharge end. 

Steam may be passed into the material from the shaft during pressing; this is 
advantageous in pressing substances which contain much grease or oil. The 
water and oil which separate during pressing drain away into large settling tanks 
where the oil is separated. From the discharge end of the press the material is 
fed to the drier. That shown in Fig. 13 (C) is a direct heat rotary drier, and 
reduces the moisture to about to per cent. 

The long rotating cylinder i.s .slightly tilled from the furnace end, and is provided inside with 
a number of shelf-like vanes. The material and furnace gases enter at the higher end. The wet 
material falls to the bottom, but is elevated by the .shelves to the highest point in the cylinder, and 
is then showered through the hot furnace gases. This operation is repeated" until the dried 
material is discharged at the lower end of the drier. 

Wet Fish Scrap. —In some cases the fish scrap as it comes from the press 
is acidulated with sulphuric acid of 60° Be. (60-80 lbs. per ton of wet scrap). 
This converts the bone phosphates into the soluble form, and also paevents the 
material from'decomposition. Good fish scrap contains 50 per cent, water, and 
7.5-7.75 pef cent, ammonia. 
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Whale Meal (or whale guano) is a variety of fish manure made from the 
refuse from whales. 

The (^1 should lie removed as completely us possible from 6sh scraps, because if present in the 
manure it hinders the decomposition, and is itself useless as a manure. Dry fish manure should 
he stored carefully on account of its great combustibility due to the residital oil. If stored in large 
heaps, fires may lie caused by spontaneous combustion. 

(See English Patents, 3,470, 8,483, 9,773, and 25,425 for 1901; 18,741, 1902; 15,319, 
1903; 9,018, 1904! 23,399, 1907; 19,706, 1910 i and 18,365, 1911.) 


Analv.ses ok Kish Guanos. (H. Richardson & Co., York.) 



Kisli Meal. 

Whale Meal. 

Moisture. 

9.10 

5-74 

Oi^nic matter and water of combination ■ 

65.44 

59.98 

Phosphoric acid. 

8.82 

12.79 

[Equal to calcium pbosphatej 

[19.28] 

I27.93] , 

Lime. 

10.10 

16.60 

Magnebia, alkalis, etc. .... 

3.32 

1.87 

Insoluble siliceous matter .... 

3-22 

3-02 


‘ 

100.00 

100.00 

* Containing nitrogen .... 
Equal to ammonia .... 

7.21 

8.75 

6.63 

8.06 


III. NITROGENOUS MANURES 

(a) Inorganic—Nitrate of Soda, or Sodium Nitrate, NaNOj (Chile salt¬ 
petre) (for occurrence, preparation, etc., see Vol. I., p. 431).—'I nis is one of the 
most concentrated forms of nitrogen, and a manure in which the nitrogen is in a 
condition very easily available by plants. The reason for this is that nitrate is very 
soluble in water. 

The usual standard for good quality nitrate of soda is “ at least 95 per cent, 
purity,” containing 15.6 per cent, nitrogen, equivalent to 19 per cent, ammonia. 

The base soda (Na^O) of the nitrate can hardly be called a fertilising ingredient, but it i.s 
beneficial because its action on clays in the soil causes decomposition, during which potash is 
liberated. This manure is chiefly used as a top dressing on account of its great solubility. The eflect 
on the plant can be seen in a few hours by a change in the colour of the leaves. 

*Sa]tpetre is not a complete manure, since it supplies only one essential constituent of plant food, 
i.e., nitrogen, and for most purposes it should therefore be used in conjunction with phosphates, etc. 

Ammonium Sulphate, (NH4)jS04 (for preparation, etc., see Vol. I., pp. 453 
ci seq .).—This is practically the only ammonium compound on the market as a 
fertiliser. Ammonium sulphate contains about 20-21 per cent, nitrogen, equivalent 
to 24-25 per cent, ammonia. 

The nitrogen in the form of ammonia is not so easily assimilated by plants as it is in the nitrate 
form: this is because the ammonia has to be converted into nitrate in the soil by the action of 
nitrifying bacteria before being available for plant use (see Vol. I., pp. 427-429). 

The addition of Common Salt to ammonium sulphate is said to increase the fertilising power 
[Jtum, Sac. Clum. /nd., 1911, p. 40). 

Ammonium sulphate should not be applied to soil .soon after limeing, and is 
not very suitable (unless on grass) for wet clay soils where the want of good aeration 
makes the nitrifying process slow and imperfect. It is a very valuable nitrogenous 
manure for corn crops, potatoes, etc., while it is very suitable for making mixed 
manures (see p. 41). ' It should not be used too frequently on soils poor in lime. 

•' Calcium nitrate, lime nitrate, lime saltpetre, Ca(NOs)2.2HjO (for preparation, 
■propeftiesj etc., see Vol. 1 ., p. 435).—This is a comparatively new fertiliser, and is 
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rapidly becoming a valualde nitrogenous manure, competing closely with sodium 

nitrate. . • , . . ^ 

Nitrate of lime usually contains about 13 per cent, nitrogen, equivalent to 16 
per cent, ammonia (if of 95 per cent, purity it contains 15.6 per cent, nitrogen equal 
to 19 per cent, amrnoiiia), and is directly assimilable by plants without having 
to undergo any change in the .soil. It is hygroscopic, and is best employed in the 
basic state [Ca(N03).,.Ca0] on account of its greater stability. 

It can be rendered dry and non-deliquescent by niixinK wiili an alisorlwnl substance, such as 
sodium sulphate or calcium sulphate (English I’alent, 24,297, 1903). According to German Pa ent, 
22 9163, a mixture of solutions of calcium nitrate and nitrite on evaiwration (the nitrate 

nitrogen being less Ihnn 15 per cent, of the total) forms a dry, friable powder which is not 
deliquescent. 

Calcium nitrate like sodium nitrate is specially suitable for top dressing on 
account of its hygroscopic nature, which causes it to find its way into the soil 

very easily. . ^ u . 

The results of recent experiments show that nitrate of lime gives the best 

result of*all manures. 


{!>) Organic—Calcium Cyanamide (“ lime nitrogen ” or “ nitrohme ”).— 1 his 
is the calcium compound of-hydrocyamic acid, Ca=N-C_N (for preparation, etc., 
see Vol. I., p. 475). It is a l>lack compound, and contains 19-20 per cent, nitrogen, 
40-60 per cent, lime, and 12-14 per cent, carbon. When exposed to the air 
water is taken up by the lime, but there is no loss of nitrogen as was formerly 
supposed. 

Raw nitrolimc may contain small quanlilies t>f carbides, phosphides, and .sulphides as impurilies; 
these are iindesirahle in manures, liecausc the corresponding gases (/.<., acetylene, phasphine, 

I‘l[.„ and hyilrogen sulphide, ITS) arc all |X)isonous to vegetation, and particularly to seedlets, and 
during germination.' Several processes ha\e been introtluced and much machinery de.signM to 
prepare a good product from crude calcium cyanamide, suitable for use a.s a fertiliser. The object 
of these is to hydrate all the caustic lime, and discharge or expel these poisonous gases from the raw 
material. A granular product may he made by mixing with mola.sses to hydrate the nitrohme, then 
drying and grinding (French Patent, 444,933, 1912). 

The use of nitrohme as a manure depends on the reaction it undergoes with 
water into calcium carbonate and ammonia— 

CaN.CN + 3H20.>CaC0;, -I- 2NII3. 

its decomposition in the soil is not so simple as shown by this equation, inn jirobably takes 
place in stages. 

First atmospheric carbon dioxide and water form cyanamide— 

CaN.CN + CO., -1- H.ja->-CaCO„ H H.N.CN. 

Then this is converted into urea by further action— 

/NH, 

HsN.CN -f H„ 0 ->C 0 < 

Urea by ammonia fermentation yields ammonium carlionatc— 

CO(NIIj)a -i- 2HjO->-(NH,)aCOj. 

This can be assimilated either direct by plants or indirectly after being converted 
into nitric acid by nitrifying bacteria. 

The decomposition in the soii i.s said to be due to inorganic catalysts as well as bacteria (Jotnn. 
Sec. Chtm. Ind., 1911, p. lOi). 

The presence of the lime in calcium cyanamide has a valuable action during 
manuring: it prevents the soil becoming acid, thereby causing abundant growth of 
the nitrifying bacteria, which cannot live in acid soil. 

Calcium cyanamide is not pleasant to handle, and the dust is injurious. U.S. Patent, 1,049,953 
(1913)1 refers to making a non-dusting product from calcium ejanamide. 


Nitrolime, as now manufactured, can je stored for a good time under ordinary 
conditions without damage or loss of fertilising power, and may be mixed in any 
proportion with other manures without evolution of heat or loss of ammiJnia. It 
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is claimed that unit for unit nitrolime is equal in value to sodium nitrate or 
ammonium sulphate, but it is not suitable for top dressing, although it does not 
injure germination. It is a good deal dependent upon the season for its rapidity 
of action. 

The fertility of ralcium cyanamide may be increased liy addin); iron oxide (powdered bog iron 
ore). (Journ. Soc. Chim. Ind., 1912, p. 941.) 

A stable “nitrolime” fertiliser may Ite made by mixing the raw material with calcium nitrate, 
then drying and grinding the product ((>ernian Patent, 252,164, 1909). A similar powder can be 
made by mixing with alkaline silicates, etc., and partially hydrating (French Patent, 423,072, 1910). 

According to German Patent, 242,522, 1910, the mixing of nitrolime, Iteforc its application to 
the soil, with a colloidal substance, or one readily converted into the colloidal condition (e.^., iron 
oxide), cattscs the transformation into urea to tic accelerated. 

“Nitrolime” in a fertiliser may be detected by its odour, alkaline reaction, and 
abundance of lime in the ash. 

The analysis of fairly pure calcium cyanamide is as follows (Rogers and Auliert) 

Calcium cyanamide 
Calcium carbonate - 
Calcium nitrate 
Slaked lime .... 

Sodium cyanamide 
Free carbon - - . . 

Silica, alumina, iron oxide, etc 


100.00 


29.26 

0.21 

20.06 

28.78 

10.38 

7.89 

3-42 


Total nitrogen = 17.01 per cent. 

Total lime — 34.73 per cent. 

Nitrate nitrogen = 3.39 pet cent. 
Cyanajnide nitrogen = 13.62 per cent. 


Rape Cakes and Meals (for manufacture see Martin’s “ Industrial (ihemistry; 
Organic ” (Oil Extraction)). —These contain about 4-5 per cent, nitrogen, and a 
little potash and ])hos|)hates. Rape cakes and Rape dust are gradually decom¬ 
posing fertilisers, and are specially suitable for potatoes and corn. They are 
prepared from rape seed which has not been completely oil-extracted. The best 
variety is East Indian rape cake, in which the nitrogen is as much as 6.5 per cent. 

Rape Seed Meal, on the other hand, is produced by the newer chemical oil- 
extracting processes, and the nitrogen content is somewhat higher than in rape dust; 
the price is, however, lower because it takes longer time to decompose in the soil. 

Castor Oil Meals are similar in character to rape meals, and are the residues 
from the castor oil beans after chemical extraction of the oil. For manufacture see 
Martin's “ Industrial Chemistry: Organic ” (Oil Extraction). 

Similar manures are often made from damaged feeding cakes, etc. 


Analyses of these Manures. (J. Richardson & Co., York.) 



East Indian 
Rape Cakes. 

Oil-Extracted. 


Rape Seed. 

Castor 



Meal. 

Meal. 

Moisture. 

10.84 

. 10.88 

10.34 

•Organic matter .... 

81.14 

72.78 

79.42 

fPhosphoric acid .... 

2-43 

1.92 

1.52 

Lime. 

1.30 

2.60 

1.08 

t'Magnesiay alkalis, etc. 

2.59 

4.00 

• 3 -36 

Insoluble siliceous matter • 

1,70 

7.82 

4.28 


100.00 

too.oo 

100.00 

* Containing nitrogen 

5.32 

5.12 

4.66 

Kqual to ammonia .... 

6.46 

6,21 

5.66 

t Equal to tribasic calcium phosphate - 

5-31 

4.19 

3-32 

t Containing potash - - . . 

,4 

K 

1.42 

1.40 

1.19 
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Blood Meal is a very rich manure, containing on an average 11-13 per cent, 
nitrogen and 0.75 per cent, phosphoric acid, and rots rapidly in the soil. It is 
prepared by coagulating blood from slaughter-house.s, etc., drying and grinding the 
product. The manufacture is carried on in America, and also in our own country, 
the product fetching a good price. 

Blood meal is becoming less used as a manure, its place being taken by chemical manures. 
Dried blood is now mostly Irought by manufacturers and converted into compound manures. 

Horn and Hoof Meals.— Scraps of horn, hoof shavings, etc., are ground 
to form a meal; sometimes, however, they are heated or treated with superheated 
steam previous to grinding. 

The meal must Ire finely ground, because horn is insoluble and decays slowly. The product is 
very rich in nitrogen, containing some 14 per cent, or more, and is chiefly used for vines, roses, and 
making mixed manures. The use as a manure is becoming less. 

Wool, Shoddy, Rags, etc.— These are not suitable manures for ordinary 
farming, but are useful for crops such as hops and grapes. Wool, when dry, 
often contains 16-17 per cent, nitrogen, and as shoddy 13 per cent. The wool 
in shoddy is ftpely broken up by mechanical means. 

These producl.s are useful if obtained cheap; the value is diminished if they contain oil and dirt. 
Sulphuric acid is sometimes mixed with shoddy to form a manure (English Talent, 24,647, 1906). 
Hair and feathers form a fertiliser of similar composition to the above. The principal protein 
substance in all these i.s “ Keratin.” 

Skin and Leather Meals. —The trimmings and waste from leather works 
are ground so as to form a meal. Samples of ground leather are difficult to 
obtain, the trgde bettig a hidden one, and the product sold under the name 
of “ Nitrogenous Fertiliser.” The meal contains 4-6 per cent, nitrogen, and is 
little used as ^ manure on account of its slow decomposition. According to 
English Patent, 11,644, 1908, the residue from the dry distillation of leather is 
used as a manure. 

Suitable products for manuring may be prepared by treating wool, leather, horn, etc., with 
superheated steam, sulphuric acid, or both, and a solvent like benzene for removing fat (English 
Patents, 12,844, 1910, and 27,266, 1911 ; also French Patent, 437,628, 1911, and U.S. Patent, 
IJO49.482, 1913). 

Soot may contain up to 35 per cent, ammonium sulphate, and has been much 
used for manorial purposes. Soot also exerts a mechanical effect on clay lands. 
In buying soot for farming, care should be taken to obtain chimney SOOt 
rather than shaft SOOt, which only contains a little nitrogen. 

Analysis of Soot {Mark lane Exfress, 1913, Vol. CIX., p. 579) 



Shaft Soot. 

Chimney 

Soot. 

i 

i Nitrogen. 

0.26 

6.72 

1 Equal to ammoi urn sulphate 

1.7 

.38.7 

Ash. 

62.48 

18.04 

1 Moisture. 

1 * 

17.0 

6.59 


Bacterial Manures. —Many such manures have been tried from time to time, 
but so far have not proved very satisfactory. 

They chiefly consist of pure cultures of bacteria from the nodules that occur on the roots of 
leguminous plants (English Patent, 694, 1901). 

These bacteria are able to assimilate nitrogc., direct from the air, but only in the presence of 
carbon compounds {Chemical News^ 21st September 1910), _ _ . r 1. 

It is still held by one class of agriculturists that soil inoculation is one of the solutions of the 
great problem of manuring for certain crops. 
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Nitrapa is a culture of bacteria occurring in the nodules of legumes. The chief organism is 
B. radiocoti, Pure cultures of this bacillus have not been found successful for soil inoculation. 
It is best to prepare the culture from several varieties of nodules, i,e.^ peas, beans, etc. 

Cultures of aaotol^acter and pseudo-monas have been tried with some success. 

English Patent, 19,902 (i^), and U.S. Patent, 982,569 (1911), deal with the preparation of a 
culture of organisms that will increase the growth of nondeguminous plants. 

Use of Waste Products for Making Manures.— This should be. an im¬ 
portant source of both nitrogen, phosphates, and potash, and should receive careful 
attention from the chemist. 

Many patents exist for the utilisation of waste products for making fertilisers. The chief 
English Patents are :— 

9,514,1901; 11,645,1902J 2,519,6604,and 16,607, t903i 1*1484. 1904! 2.591 and2,5914,1907: 
and 25,108, 1910, using waste from breweries and distilleries. 

15,266,1902 j 7,921,1903; 23,055,1906, using molasses and yeast; 8,088,1901, and 8,779, ■9°*. 
using cellulose waste products; 20,679, >902, using sawdust, etc. 


IV. POTASH MANURES 

Potash in some form is almost indispensable to the growth of all cultivated 
crops; it is needed for the production of albuminoids, and helps the formation of 
carbohydrates. Potash occurs in all parts of the plant, and particularly in the 
seeds; about one-third of the ash of plants is K.jO. 

The effect of potash manuring varies according to the soil; cultivated land is 
not usually poor in potash. Sandy, gravelly, chalky, and peaty soils, as well as 
reclaimed fenland and moorland, are those on which potash is most likely to have 
a good effect. These manures are profitable, especially for meadow grass, clover, 
tobacco, cotton, coffee, potatoes, legumes, corn, etc. 

Ag:ricultural Consumption of Potash in the World (Afark Lane Express, yol. CIX., p. 271, 
■ 9 > 3 l.—Expressed .as tons of pure potash (KjO). It takes 8 tons of kainit, 2 tons of 90 pet cent, 
sulpfiate, or 2 tons of 80 per cent, chloride of potash to yield I ton of pure potash ;— 


j 

j 

Consumption 
(Tons KnO). 

Consumption 
(Lbs. K2O per 
too Acres). 

Gcrniaiiy. 

422,35s 

1,056 

1 United States .... 

141.034 

75 

1 Holland. 

34.374 

1,491 

France . 

26,468 

70 

1 Sweden. 

17.452 

439 

Russia. 

17.079 

II 

Austria. 

15.564 

94 

Spain. 

9.84s 

38 

Belgium. 

9,101 

424 

England. 

11.637 

149 

Scotland. 

6.539 

387 

Ireland. 

2,996 

121 

Italy. 

6,061 

33 

Denmark. 

5,632 

193 

Switzerland. 

2,674 

105 

Norway. 

2,282 

349 


The chief source of potassium salts is the Stassfurt deposits (see Vol. I., p. 329). 

The following are the chief Potash Manures 

Kainit (see Vol. I., p. 330).—This is a natural salt from Stassfurt, and is a cheap 
manures .It usually contains about 23 per cent, potassium sulphate (equal to 12.5 
prt centl, ^ 0 ), 27 per cent, magnesia salts, and 4 per cent, common salt. The 
colbur is White to reddish brown, but this is no evidence as to the quality. 
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Muriate of Potash (potassium chloride, KCl, see Vol. I., p. 335) is the most 
concentrated and soluble salt of potash, consequently it is suitable for top dressing. 
The potash content varies according to the purity of the salt, and is usually 50-55 
per cent. 

Sulphate of Potash (K0SO4, see Vol. I., p. 337) is not so soluble as the 
chloride, but nevertheless is an excellent manure. As generally sold, it is of 90-95 
per cent, purity, containing about 48-52 per cent, potash. 


Nitrate of Potash (KNO,, see Vol. I., p. 433) is an excellent manure, because 
it contains both nitrogen, as nitrate, and potash. When pure the value is too high 
to enable it to be used as a manure, but impure nitrate can be obtained at a 


moderate price. The purity of such 
nitrate is about 95 per cent., and it 
contains 44 per cent, potash as well 
as 13 per cent, nitrogen (equal to 
16 per cent.'ammonia). 

Other potassium salts used for manuring 
are carnailite, kieserite, potassium phos¬ 
phate, and sometimes chlorate of potash. 

V. MISCELLANEOUS 
MANURES . 

Salt (sodium chloride, NaCl, Vol. I., 
p. 261).—This is useful for applying to 
mangels, cabbages, and other crops, so-called 
“broad” salt or ground rock .salt being 
used for the purpose. Soiled fish curing 
salt contains a cert^n amount of oil, and 
is not very effective for agricultural use. 
It can be obtained at a low price. 

Calcium or Lime Manures are used 
on soils which contain little calcium. 

Quicklime (see p. 78, also Vol. I., 
p. 341) is of great use in older to neutralise 
the acidity of the soil which hinders the 
growth of the nitrifying organisms. Lime 
also tends to improve the mechanical con¬ 
dition of the soil, increasing its porosity and 
general condition. Sometimes slaked lime 
is used, but this is heavier than quick¬ 
lime, and consequently the cartage is more 



Fin. 14 —Interior View of Mixing Machine. 
{Siurtn>ant Enginterins Co, lAd., London:) 


expensive. 


Caldiun Carlranate (see p. 78, also Vol. I., p. 341).—Unbumt limestone has been found to 
be better than quicklime on certain soils, especially on light porous soils. The cost is less than 
lime, but the amount of lime in limestone is only 56 pet cent. Ground shells have been used as a 
calcareous manure. 


Calcium carbide residues may be used on the soil, according to Gelach and Schulze, without, 
harm. 


SiUcate Manures.— Plants cannot assimilate silica in the form of quartz. According to Witt, 
waterglass and potassium silicate possess great possibilities as manures, particularly for growing 
maize and cereals which contain much silica. 


VI. MIXED MANURES 

Manures containing more than one fertilising ingredient may be made by 
mixing together two or more manures of a special character in suitable proportions. 

It is very important to mix the fertilising materials thoroughly in order to obtain a product of 
uniform composition, and consequently efficient mixing machines should be used. Fig. 14 shows 
the interior view of the “Sturtevant Hurso Mixer.” This machine is capable of mixiifg to an 
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accuracy of o.i-o.oi per cent., with an output up to 400 tons of material per day. There are 
many other types of mixers on the market. 

Potassk Superphosphate is made by combining calcium superphos¬ 
phate and potash salts. 

Saltpetre Superphosphate is likewise made by mixing nitre and super¬ 
phosphate. It is not liked because free nitric acid is developed, and this 
corrodes the sacks and even causes them to catch fire. 

Artificial Guanos are prepared by mixing nitrogenous and phosphatic manures 
such as calcium superphosphate and ammonium sulphate in varying proportions. 
The mixture changes partly into ammonium phosphate and calcium sulphate, 
and is sold under the name of “ nitro-phosphate ” or sometimes wrongly called 
“ammonium superphosphate.” 

Certain manures should not be mixed. Tor instance, nitrolime should not be mixed with guanos, 
etc., and if mixed with superphosphate causes part of the soluble phosphate to be reverted, 
although there Is no loss of nitrogen. 


VII. GUANOS 

(a) Raw Peruvian Guano is obtained from the huge deposits of excreta, up 
to too ft. thick, from extinct as well as present-day birds at Ballestas and other 
islands, and along the Pacific coast of Peru. 

The birds are chiefly pelicans and cormorants, and deposit 20,000-30,000 tons per year. 

These deposits vary in composition; some are rich in nitrogen, and others in 
phosphates. In general, when one constituent is present in a large amount, the 
proportion of the others is comparatively low. The ammonia in guano varies 
from about 2-12 or 14 per cent., calcium phosphate from 20-60, and potash 1.5-4 
per cent. 

Sometimes guanos are blended or mixed with chemical manures, such as ammonium salts, in 
order to obtain definite proportions of phosphates and nitrogen. The juoduct is sold as “ equalised 
guano.” The Peruvian guanos are gradually becoming exhausted, but the Peruvian Government 
propose to limit the removal of the guano so as not to disturb the birds, and hope in this way to 
conserve the supply. 

Export of Peruvian Gusmo in Tons 

Year 1908 - ■ - 76,108 tons. ; Year 1910 - . - 61,578 tons. 

1909 ■ - ■ 50>378 „ i ,, 1911 - (approx.) 60,000 „ 

{b) Ichaboe Guano is obtained from the Ichaboe group of islands off the south¬ 
west coast of Africa. Deposits of guano are formed by recent birds, and dry 
naturally. The deposit is collected after the birds have migrated. 

Ichaboe guano is a rich nitrogenous and phosphatic manure, and compares well with the 
Peruvian guanos, the price being decidedly less. 

(c) Riddled Guano. — Ordinary raw guano is in a lumpy condition, and 
contains some stones. Riddled guano is made by removing the stones and 
reducing the lumps to a powder. 

Sometimes guanos are treated with acid in order to obtain a product which is 
more soluble and of use for top drrasing. This is sold as “dissolved guano.” 

Natural guanos have a decided advantage over mixtures of ammonium salts, phosphates, etc., 
because the nitrogen and phosphates are closely associated. 

Products obtained from Sewage Sludge, Town Refuse, etc.— 

Many attempts have been made to utilise human faecal substances for manuring. 



ARTIFICIAL MANURES 


43 


uuv .^/y much success at present. Sludge produced by certain processes 

for treating sewage (see Vol. L, p. 191) is used in places as a manure, and gives 
very excellent results. 

A manure sold as “native gfuano” is prepared as follows by pressing sluto which is pumped 
under a pressure of some 70 lbs. per square foot into filter presses (see Martin's “ Industrial 
Chemistry: Organic,” pp. 33, 34). 

The liquid drips into a channel underneath the press. Filtration is carried on until the filter 
press chambers arc completely full, and no more liquid drips from them. The press is now o|Tened, 
and the .solid cakes removed. 

With a press of plates 30 in. square, and ij in. deep, seventy cakes weigh a ton. 

The cakes are next air-dried and ground. The product is a very excellent fertiliser, and is 
sold at about ,^3. los. per ton. 

The native gpiano (as supplied by the Native Guano Co.) was found on analysis to contain 
the following : Nitrogen 4.59 per cent. (e<iuivalent to 5.57 ammonia), phosphoric oxide 2.15 irer 
cent, and a little potash. 

A patent drier for drying sewage sludge, wet grain, etc., by means of super¬ 
heated s^eam is supplied by Messrs Blair, Campbell, & M'Lean, of Glasgow. 

There are many other methods for preparing manures from sewage sludge. Some of the chief 
English Patents dealing witlu the subject are: 21,856, 1901; 11,890, 1903; 10,539, 1904, by 
treatment with sulphuric acid; 13,135, 1901; 29,558, 1904; 16,397, 1908; 9.625, 1910. ^ 
distilling sludge; ^,388, 1901; 9,337, 1901; 21,297, 1902; 8,931, 1903; 28,646, 1904; 8,347, 
^905; 13.198, 1908, by treating with a precipitant such as lime or chalk; 11,471, 1903. by 
l>acterial treatment. 

PlftDtS liave been designed for utilising town refuse, street sweepings, etc. The chief patents 
consist in treatment of the refuse with sulphuric or nitric acids, or with heat or superheated steam. 
(English Patents, 11,315, 1905; 26,889, 1905; 19,727 and 19,728, 1907; and 15,827, 1910.) 

Manures made from town refuse and sewage are usually poor in fertilising constituents, and 
must therefore be used in large quantities. Under these circumstances the cost of carriage becomes 
a serious element in. deciding when and where they can be economically used. 

Seaweed contains 1-3 per cent, nitrogen, 3 per cent, potash, and 0.5 per cent, phosphoric 
acid. According te English J’atcnl, 27,257, 1912, seaweed is dried and powdered, gelatinous 
matter being added. 

Farmyard Manure.—This lias been used since very enily times. It consists of the dung and 
urine of animals together with litter, and contains complete nourishment for the plant as well as 
humus-forming substance. Such manure contains on an average 0.4 nitrogen, 0.5 potash, 0.15 
pho^horic oxide, an<l 0.45 lime per cent. 

The most important constituent is the nitrogen. This is greater in manure from sheep and horses 
than from cattle and pigs. 

Farmyard manure loses part of its nitrogen (as ammonia, and also as free nitrogen) while it is 
lying in heaps. Efforts have been made to prevent the loss by adding sulphuric acid or gypsum in 
order to fix the ammonia, but so far have not proved very satisfactory. 


VIII. THE FERTILISERS AND FEEDING STUFFS ACT, 1906 

[6 Edw. VIL, chap. 27.] 

Some of the chief parts of this Act dealing with fertilisers are ■ 

I. ( 1 ) “Every person who sells for use as a fertiliser of the soil, any article which has been 
subjected tc any artiheial procC'S in the United Kingdom, or which has been imported from abroad, 
shall give to the purchaser an invoice stating the name of the article, and what are the respective 
percentages (if any) of nitrogen, soluble phosphates, insoluble phosphates, and potash contained in 
the article, and fhe invoice shall have effect as a warranty by the seller that the actual percentages 
do not differ from those staled in the invoice beyond the prescribed limits of error.” 

I* ( 5 ) “ Any statement by the seller of the percentages of the chemical and other ingredients 
contained in any article sold for use as a fertiliser of the soil . . . made after the commencement of 
this Act in an invoice of such article, or in any circular or advertisement descriptive of such article, 
shall have effect as a warranty by the seller.” 

I. (6) “Where an article sold for use as a fertiliser of the soil . . . consists of two or more 
ingredients which have been mixed at the request f the purchaser, it shall be a sufficient compliance 
with the provisions of this section with respect to percentages if the invoice contains a statement of 
percentages with .aspect to the several ingredients before mixture, and a statement that 4 hey have 
oeen mixed at the request of the purchaser.” 
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Limits of Error (Fertilisers and Feeding Stuflfe Regulations, i9o6).--n>e Mrcentage should 
be within the limits of error. Thus; if the phosphates are 20 per cent then f 

contain 19-21 per cent, of phosphate. It is doubtful whether these limits ate sufficiently elastic to 
covet the inevitable variation of samples and of the tests used liy different chemists. 


Description of Fertiuser. 


1 [ Superphosphates. 

2 i Dissolved taw bones 
(A) When total percentageof phosphate 

is 32 or more per ccnt.-- 
(u) If excess of actual irercentage of 
insoluble phosphate over that 
stated in the invoice is 3 or more 

per cent.. 

( 6 ) If excess is between 3 and 2 per 

cent.. 

((•) If excess is lietwcen 2 and i per 

cent.. 

(S) In all other cases ■ - - • 

I Bone compounds. 

4 ! Compound manures (other than kme 
I compounds, but including dissolved 

or equalised guano)— 

(a) If respective percentage of nitrogen 
and of phosphate stated do not 
exceed 4 per cent. - 
(<) If such exceed 4 per cent. 

Sulphate of ammonia 
Nitrate of soda . . . - 

Ground hoofs and horns - 

Dried blood. 

Fish guano and meat meal 
All cakes and meals (other than Imne and 
meat meals) .... 

11 I Ground bones and bone meal - 

12 i Basic slag and basic superphosphate 


l.i.Mi i s OF Error 


Soluble 1 Insoluble 
Phosphates. ■ Phosphates. 1 ^ 


Shoddy, wool and hair waste - 
Kainit and other potash salts— 

(o) Where percentage of K^O is not 
over 15 per cent. . - • - 

( 4 ) Where percentage of KjO exceeds 

IS per cent.. 

Nitrate of potash. 

Peruvian and other natural imported 
guanos— 

(a) Where insoluble phosphates do not 
exceed 30 pet cent. - - - - 

( 4 ) Where such exceeds 30 per cent. ■ 
(c) Where the percentage of nitrogen 
stated does not exceed 3 per cent. • 
(if) vhiere such percentage is between 
3 and s per cent. . - • - 

(/) Where such percentage is over 5 
per cent.. 


(Soluble in a 
pet cent, 
citric acid.) 


Potash. 


•3 
■ 3 


I 

•3 

•3 

I 

^5 

•5 

.. 

•5 



• 5 : 


.. 1 

•5 



•5 


2 

•5 



•5 


2 

•5 

... 

2 

I 

I 



t 


•5 

2 

3 


•5 

5 


•S 


•s’ 

•s 


•75 

•5 

... 


•s 


AiuUysis of Manures —This is carried out according to the Regulations of 
Board of .Agriculture, 1908 (see Ana/j>sf, 1909, p. 462). 
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I. Determination of Moisture (loss on drying). 

A weighed quantity of tlie sample sliall be dried at loo° C. 

II. Determination of Nitrogen. 

The presence or alisencc of nitrates must first be ascertained. 

(A) Nitrog^en in the Absence of Nitrates.— {a) A weighed portion of the sample shall be 
transferred to a Kjeldahl flask; lo g. of potassium sulphate and 25 c.c. of concentrated 
sulphuric acid shall be added, and the flask heated until a clear, colourless, or light straw 
coloured liquid is obtained. The operation may be accelerated Ijy the addition of a small crystal of 
cop{x.'r sulphate or a small globule of mercury to the liquid in the flask. 

(^) The quantity of ammonia shall be determined by distillation into standard acid after 
lil)eration with alkali, and where mercury U used, with the addition also of sodium or potassium 
sulphide solution. 

{B) Nitrogen when Nitrates are Present.—(fz) A weiched portion of the .sample sliall be 
transferred to a Kjeldahl fiask; 30 c.c. of concentrated sulphuric acid added (containing i g. 
of salicylic acid), and the fiask shaken so as to mix the contents without delay. The sMking 
shall be continued at intervals for ten minutes, the flask being kept cool, and then 5 g. of 
sodium thiosulphate and 10 g. of potassium sulphate added. The fia.sk shall now be heated 
until the contents arc colourless or nearly so. Copper sulphate or mercury may be used as above 
( 11 . (A) {a)), 

(< 4 ) The quantity of ammonia shall be determined in exact!) the same way as above (II. (A) (i)). 

(C) Nitrogen in the Form of Ammonium Salts.—A weighed ixiriion shall be taken and 
transferred to a flask, and the ammonia determined in the w'ay descrihea in II. (A) (/^). 

(D) Nitrogen in Nitrates in the Absence of Ammonium Salts, and of Organic Nitrogen. 

—1 g. of the sample shall be placed in a ^ litre Erlcnmcyer flask with 50 c.c. of water. 
10 g. of reduced iron and 20 c.c. of sulphuric acid of 1.35 sp. gr. shall be added. The flask 
shall now be closed with a rubber stopper provided with a thistle funnel, the head of which shall 
be filled-with glass licads. The liquid shall be l»oUed for five minutes, and the flask removed from 
the flame; any liijuid which may have accumulated on the beads shall be rinsed back into the 
flask with water. The solution sliall now he boiled for three minutes more, and the beads again 
washed with water. The ammonia shall then be estimated as above (II. (A) (^)). 

Ill the cases iii^hich the proportion of nitrates is small, a larger quantity of tiie sample shall 
be taken. 

(E) Control Experiments in the Determination of Nitrogen.—The materials used in any of 
the methods descrilied under this paragraph (II.) shall he examined as to their freedoui from 
nitrogen by means of a control experiment carried out under similar conditions, with the same 
quantities of reagents which have been employed in the actual analysis, in the cas-e of (A), l g. of 
pure &iigsa being used in the place of the weighed portion of the sample. The quantity of 
standard acid used in the control experiment shall be deducted from the total quantity of acid 
found to have Iwen neutralised in the distillation of the sample. 


III. Determination of Phosphates:— 

(A) Phosphates Soluble in Water.—In the case of superphosphates, dissolved bones, and 
similar substances, 20 g. of the sample shall be continuously s^tated for thirty minutes in a 
litre flask with 8^ c.c. of water. Tlie flask shall then be filled up to the mark and again 
shaken, and the contents shall be filtered. 50 c.c. of the filtrate shall be boiled w'ith 20c.c. of 
concentrated nitric acid, and the phosphoric acid determined by the molybdate method prescrilied 
lielow in paragraph III. (U). In the case in which the proportions of phosphates soluble in 
water is small, a larger quantity of the filtrate prepared as above shall be taken. 

(B) Phosphates Soluble in the Prescribed Citric Add Solutioo.—5 g. of the sample 
shall be transferred to a stoppered liottle of about a litre capacity. 10 g. of pure crystallised 
citric add shall be dissolved in water, the volume shall be made up to 500 c.c., and the solution 
shall lie added to the weighed sample in the bottle. To lessen the possibility of caking, the 
porden of the sample in the liottle may lie moistened with 5 c.c. of methylated spirit or alcohol 
before the dtrlc acid solution is added; and in that case the volume of the citric acid soluticn 
shall be 495 c.c. instead of 500 c.c. The bottle shall at once be fitted to a shaking apparatus, and 
shall be cautiously agitate^! during thirty minutes. The solution shall then be filtered through a 
large ** folded” filter, the whole of the liquid being poured on the jiaper at once. If not clear, the 
filtrate shall be again poured through the same paper. 50 c.c. of the filtrate shall then lie taken, 
and the phosphoric add shall lie determined by the molybdate method prescribed below in 
paragraph III, (D). 

(C) Total Phosphoric Add.—A weighed portion of the sample, in which portion, if 
necessary, the or^^nic matter has l.)een destre^ed by ignition, and the silica removed by appropriate 
means, shall be mssolved in nitric add and lioiled, the solution being mode up to a de/imte bulk. 
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The ]>hos^oric acid shall be determined in an aliquot part of the solution by the molybdate method 
in paragraph III. (D). 

(D) Molybdate Method To the solution, which should preferably contain o*i'0.2 g, of 
phOs^Oric oxide, obtained as above described in i^aragrapbs III. (A), (B), or (C), 100*150 c.c. of 
molyMic acid solution, or an excess of such a solutionW.^., more Uian sufficient to precipitate all 
the phosphoric oxide present in the solution^shall be added, and the vessel containing the solution 
be placra in a water bath maintained at •jd' C. for fifteen minutes, or until the solution has 
leached C. It shall then be taken out of the bath and allowed to cool, and the solution 
filtered, the phospho-molybdale precipitate l^eing washed several limes by decantation, and finally 
on the paper with i per cent, nitric acid solution. The filtrate and the washings shall be mixed 
with more molylidic acid solution, and allowed to stand in a warm place in order to ascertain that 
the whole of the phosphoric oxide has been precipitated. 

The phospbo-molybdate precipitate shall l>e dissolved in cold 2 per cent, iimmonia solution, 
prepared as described below, and al>out 100 c.c. of the ammonia solution shall l>c used for the 
solution and washings. 15*20 c.c. of magnesia mixture, prepared as described below, or an 
excess of such mixture—?>., more than sufficient to precipitate all the phosphoric oxide present 
•—shall be added drop by drop, with constant stirring. After standing at least two hours .with 
occasional stirring, the precipitate shall be filtered off, washed with 2 per cent, ammonia solution, 
dried, and finally weighed as. magnesium i>yrophosphate. The filtrate and washings shall be tested 
by the addition of more magnesia mixture. 

(E) Preparation of Molybdic Acid Solution.— 125 g. of molybdic acid and 100 c.c. of 
water shaW be placed in a litre flask, and the molybdic acid shall be dissolved by the addition, 
while the flask is shaken, of 300 c.c. of S per cent, ammonia solution, prepared as described below. 
4(X) g. of ammonium nitrate shall be added, the solution made up to the mark with water, and 
the whole added to 1 litre of nitric acid (sp. gr. 1.19), the solution maintained at about 25“ C. for 
twenty-four hours, and then filtered. 

(F) Preparation of Magnesia Mixture.—nog. of crystallised magnesium chloride and I40g. 
of ammonium chloride shall be dissolved in 1,300 c.c. of water. This solution shall be mixed 
with 700 c.c. of S per cent, ammonia solution, and the whole shall be allowed to stand for net less 
than three days, and shall then be filtered. 

(G) Preparation of Ammonia Solutions 

(i.) 8 per cent, ammonia solution.—-One volume of ammonia solution of sp. gr. 0.880 shall be 
mixed with three volumes of water. This solution shall then be adjusted by the addition of strong 
ammonia or water as required until it has the sp. gr. of 0.967. 

(ii.) 2 per cent, ammonia solution.—One volume of the 8 per cent, ammojii^ shall lie mixed with 
three volumes of water. 

IV. Determination of Potash 

(A) Muriate of Potash Free from Sulphates.—A weighed portion of the sample (about 5 g. 
in the case of a concentrated muriate of potash, or 10 g. in the case of a low-grade muriate) shall be 
dissolved in water, the solution filtered (if necessary) and made up to 500 c.c. To 50 c.c. of the 
solution, placed in a porcelain basin, a few drops of hydrochloric acid shall be added, and also 
10-20 C.C. (according to whether the portion weighed was 5 or 10 g.) of a solution of platinum 
chloride containing 10 g. of platinum per 100 c.c. After evaporation to a syrupy consistency on 
a water bath, the contents of the basin shall l>e allowed to cool, and .shall then be treated with 
alcohol of sp. gr. 0.864, being washed by decantation until the alcohol is colourless. The washings 
sl^ll then be passed through a weighed or counterpoised filter paper, on which the precipitate shall 
be finally collected and washed with alcohol as above, dried at 100“ C. and weighed. The precipitate 
is to he regarded as KgPtClj. 

(B) Salts of Potash containing Sulphates.—A weighed portion of the sample (about 5 g. in 
the case of a concentrated sulphate of potash, or 10 g. in the case of kainit or other low-grade salts) 
shall be boiled with 20 c.c. of hydrochloric acid and 300 c.c. of water in a i litre flask. Barium 
chloride solution shall then be cautiously added, drop by drop, to the boiling solution, until the 
sulphuric acid is completely precipitated. Any slight excess of barium shall be removed by the 
addition of the least possible excess of dilute sulphuric acid. The liquid (without filtration) shall be 

^ coaled and made up to 500 c.c. A portion shall then be filtered, and 50 c.c. of the filtrate shall be 
treated as in paragraph IV. (A), to or 20 c.c. of platinum chloride, as the case may be, being used. 

(C) Potash in Guanos and Mixed Fertilisers.—10 g. of the sample shall be gently ignited 
in order to char the organic matter, if present, and shall be heated for ten minutes with 10 c.c. of 
concentrated hydrochloric acid, and finally boiled with 300 c.c. of water. The liquid shall then be 
filtered into a i litre flask, raised to boiling point, and a slight excess of barium hydrate added. 
The contents of the flask shall be cooled and made up to 500 c.c. and filtered. Of the filtrate 2^ 
C.C. shall be treated with ammonia solution and excess of ammonium carbonate; and then, while 
boiling, with a little powdered ammonium oxalate, cooled, made up to 500 c. c., and filtered. Of the 
filtrate, lOO c.c. are to be evaporated in a platinum dish, and the residue heated, first in an air bath, 
and then very gently over a low flame, till nil ammonium salts are expelled, the temperature being 
kept below ifcat of low redness. The residue shall be treated with hot water, filtered if necessary, 
and the potash determined in the filtrate as in paragraph IV. (A). 
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Pormi ot CertiBcakrt.—'IVitw sW\A tan\»t»l\veSt\\oV\TvjN)OTiv.—‘‘T!Vt«M!(sas'ii»sm8Aft 
in accordance with the Fertilisers and Feeding Stuffs (Methods of Analysis) Kegulatiqns, 1908.S 

Import and Export of Fertilisers—United Kingdom, 1912. 


• 

1912. 

1911. 

Import in tons 

Basic slag .... 

49.310 

22,666 

Bones. 

41,206 

45,883 

Guano. 

14,115 

34,124 

Sodium nitrate 

i 23 , 5 *io 

128,487 

Phosphate of lime - 

520,270 

493 . 4 'S 

Total . . , . 

7484 S» 

724,575 

Export in tons• 



Ammonium sulphate 

286,864 

291,148 

Superphosphate - 

88,920 

159,463 

Basic slag .... 

'57,074 

'95,844 

Sundry 

1 > 33 , 54 ' 

I '57,867 

! Total . '. 

! 

! 666,399 

j 804,322 


The writer is greatly obliged to Dr Bernard Dyer, F.l.Ci., for his very kind advice and 
suggestions. 






SECTION LV 


THE INDUSTRY OF ALUMINIUM 
COMPOUNDS 

By Geoffrey Martin, Ph.D., D.Sc. 


LITERATURE 

L. Manufacture of Alum and the Sulphates of Alumina and Iron.” 

19O]. 

Jt'RlscH.— “ Tonerilesulfat aus Wauxhe.” 

WnniN the last few years the industry of aluminium comiwunds has undergone great changes and 
ueveiopments. First of all, bauxite at the present time has almost entirely displaced the other raw 
materials used for the manufacture of aluminium compounds. Secondly, the manufacture of alu¬ 
minium oxide, on the large scale for the manufacture of metallic aluminium, is now by far the 

most important part of the industry, and the alumina thus prepared from the hydrate must be very 
pure. The third great change is the gra<laal replacement of alum in the dyeing and other industries 
ijy aluminium sulphate—now made possible by the manufacture of the latter in a high degree of 
purity by means of^ure aluminium hydroxide. Where the aluminium sulphate is not required of a 
high degree of purity (as in paper ni.anufacture) the old methods arc still used. 

Manufacture of Aluminium Hydroxide, AKOH)^, and Alumina, 
AljO.j. —Bauxite is by far the most important source of aluminium compounds, 
being richer titan any other mineral in alumina; it occurs in very large quantities 
in Southern France, Dalmatia, South America, Ireland, and other districts as well. 

Bauxite consists principally of hydrated alumina, ALO;,.2lUO, mixed with silica and iron 
liydroxide. It contains as a rule 41-70 per cent. Aljf).,, I-20 per cent, Fe^O^, 2-20 per cent. SiOg 
and TiOg, 10-20 per cent, combined water. The following gives some typical analyses bauxite 



i 

2. 

3 - 

4 - 

5 - 

AI203 - 

60.98 

65.02 

70.38 

68.50 

41.08 

PeA - 

2.82 

2.14 

5-12 

3-44 

3-2 

SiO.. • 

Tio; ■ - - 

• 17-47 

3.50 

15.08 

3 -56 

1 900 

10.40 

33-2 

IlgO (combined) - 

14.61 

1 

14.06 

■5-50 

17.66 

22.5 


1-4 are specimens of French liauxite. 5 is a sample of Irish bauxite. 


Two main processes for working the bauxite are in use, viz.—(i) The Dry 

Process; (2) The Wet Process. 

I. The Dry Process of working the bauxite is as follows:—The bauxite is 
ground to a fine powder, mixed with calcined soda ash, Na^COj, and heated in a 
reverberatory furnace to bright redness, carefully avoiding actual fusion. 

The amount of Na2COa added varies with the kind of,bauxite employed, samples rich in silica 
having added to them somewhat more sodium caruonate than those poorer in this constituent. 

From 1.2*1.8 molecules of NagCOj are added per molecule of AlgO^, so that not cgily some 
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normal aluminate, AHONajj, is produced, but also much mono-aluminate, AlO.ONa. The addition 
of mote soda than this favours the fusing of the mass, and the COj, not being con pletely expelled, 
causes decomposition of the soluble aluminate in the subsequent lixiviation processes. 

Jurisch gives the following working example; 285 kilos of a bauxite containing 60 per cent. 
Al^O:i, 20 per cent. KeuOj, and 17 per cent. HjO were mixed with 230 kilos NajCOj (95 per cent.) 
and heated four hours, when a greenish mass weighing 362 kilos was obtained, which contained 50 
per cent, of its AIjOj in a soluble form. 

There is thus obtained a dirty green mass of sodium aluminate, easily crumbling 
to a powder. This is now rapidly extracted with water, by first grinding up, then 
placing in a wooden vat provided with a stirring gear, and hot weak liquors from 
previous extractions are first poured on, finishing up with pure water, to which a 
little KOH or NaOH has been added. During the process heating is carried out 
by steam. 

The soluble sodium aluminates dissolve in water, while there remains behind in 
insoluble form all the iron (so that for this process even iron-rich bauxites can be 
used), much silica, and some alumina.' 

The process of lixiviation must Ire completed as rapidly as po.ssible (five to ten minutes), for the 
alkaline superficial layers of the liquid are decomposed by atmospheric CO,,, depositing Al(OH). 
in a crystalline form as hydrargyllit. The separation of Al(OH)j at this stage means a loss of 
alumina, as this would go to the insoluble residues which are filterkl off. Towards the end of the 
extraction some NaOH or KOH is added to clear the liquid. 

The liquor thus obtained should be clear, and contain at leasfiyo g. ALO3 and 182-190 g. Na^O 
in the litre. From weaker solutions A 1 ( 0 H)|, spontaneously separates out ln’a slimy condition, and 
cattses trouble in filtering. It will be noticed that this ratio corresponds roughly to I mol. ALO,,- 
1.8 mols. NajO, whereas Al(ONa)., requires theoretically lAljO.,: 3NasO. ' The rea.son is, however, 
that much mono-aluminate, Al(OH)jONa, and dialuminate, AI(6H)(ONa)2. is present in the solution 
in addition to AlfONa).. This smaller percentage of NajO effects economy, in that less CO., is 
required in the final precipitation of the AI(OH),.|. 

The hot solution of sodium aluminate is rapidly sent through a filter press to 
free from any insoluble residue, and is then run clear into cylinders some 9 or to ft. 
high and 3-4 ft. in diameter. By means of live steam the temperature is kept at 
5 o’-6o’ C., while COo (obtained from coke fires or from lime-kilns) i,s pumped through 
the liquid, and precipitates the alumina in a granular and easily filtrable condition. 

The liquor should have a density of 35“ Be. The reaction is— 

2Al(ONa)3 -f 3 C 0 „ = 2Al(OH);, I- Na.jCO,|. 

However, softie free NaOH is present in the solution, no doubt arising from the decomposition of 
the sodium ferrite, NaFeOo, by water, thus— 

aNaFeO; + H ;0 = FcjOj -f xNaOH. 

The iron present is thus rendered insoluble. No doubt, also, a simple hydrolysing action of the 
water takes place thus— 

• AKONaia -t sHjO = AlfOH),, -f 3NaOH. 

Al(OH)„(ONa) -( II2O = Al(6H)a -h NaOH. 

Another method of precipitating the A^OH), is that described by Bayer’s patent 
(D.R.P., 43-977 ; Zeifioiff, 1888, 1893), which consists in stirring into the 

liquid crystalline A1(0H)3. This causes all, or nearly all, the alumina in solution to 
separate out in a crystalline and very pure form. 

The precipitated alumina is filtered off, pressed, and washed; it then contains 
40 per cent. AUOj, 58 per cent. H^O, 2 per cent. Na.,C03, and only traces of iron. 
By careful washing it can be further purified. 

The mother liquors from the precipitated alumina, containing sodium carbonate and some 
caustic soda, are evaporated down and the alkali used again. 

2. The Wet Process.— A somewhat cheaper method of procedure is the 
“wet process,” introduced by Bayer. The finely powdered bauxite is heated 
with cone. NaOH solution (i mol. Aip^ : j.3 mols. NaOH) under pressure in 

' The residues, after drying at 100° C., often contain 55-56 per cant. Fe.O„ 9-10 per cent 
AiPs, 7-8 per c^nt. SiO,, 5-6 per cent. Na, 0 , 3-4 ijer cent. COj, and iS-20 per cent».H.O. They 
art often sold to gas works for purifying gas (Lux’s mass). The iron, in the process of calcination, 
has h«n noaverted into sodium /m i/e, NaFeO.^. This, when treated with water, yields insoluble 
FejOj and'NaOH. 
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boilers. The mono aluminate, AlO.ONa, is produced and goes into solution. The 
solution, separated from the undis.solved residue, is now stirred continually, whereby 
A1(0H)3 separates—AlO.ONa+ H.p = A 10 . 0 H+Na 0 H. The alumina is filtered 
off and washed. The liquors, containing all the NaOH, are concentrated and 
used again. 

A very large numlier of variations of these two methods have Ircen worked or proimsed. Foi 
these, however, the reader should consult the following patents :—l‘ickard, D.U.l'., 182,44?, of 
9th .Septemirer 1902; A, Clem, 1 ).K.I“.. 180.554, of 8th June 1905: H.ill, D.U.P.. 138,219. 
of 15th August 1900; I.evi, D.K.P.. 174,698, 1904; Curiius, D,K.P., 175,416, 1904; Griesheim- 
Tilektron, D.R.P., 182,775, 1905: Kinm.inn. D.K.P., 2ot,893, 1907. 

In addition to this precipitated alumina a certain amount of “colloidal 
alumina" is used in the textile and dye industries, being prepared by decomposing 
.aluminium sulphate with excess of sodium carbonate solution, the precipitate being 
thoroughly washed (see J. lironn, /.eii. Cfief/i., 1901, 14, 851). 

Manufacture of Alumina and Aluminium Hydroxide 
from Cryolite 

Cryolite, ,UK..3NaF, conlaiaing more than luilf its weight of fluorine, occurs in a great 
deposit in Greenland, embedded in granite rocks. The deposit extends under the sea lied, and is 
now mined to the estent of some 10.000 tons a year. The Inilk goes to the United .States, where a 
large factory works it u]) into soila, stKiium aluminaie, .and fluorine compounds. A similar 
factory also exists in Belgium. 

The cryolite is finely ground, intimately nii.xcd with lime,stone or chalk, CaCOs, and heated 
in a reverlteratory furnace, when sodium aluraiimtc and calcium fluoride are produceil thus— 

3Ca('(k, I AlhVdNaK s jCaP.^ + AKONa). + 3Ctk,. 

The mass is now extracted with water, whereby the CalG is left behind in an insoluhle form, 
the sodium aluminatc’, AlIGNa)., going into .solution. 

The .sohilion of sodiinn alttinii-ate is decomposed by means of V.O„ .is explained tinder Bauxite— 

• 2AI(ONit)., I jCOe I 311./) = aAKOM):, + NuaCO,,. 

The Na..CG.; solution is evaporated and sold for soda, while the CaK, also finils some sale. 

However, cryolite is. in general, too dear a miner,il to make the manufacture of Al.jO„ by this 
method a very profitable matter, and most of.the factories in Europe which formerly worked 
this process have now given il up. 

The principal u.scs of ciyolite are (iftlte manufacture of ojxtrjue milk glass ; (2) for manufacture 
of enamels ! (3) as a flux in the manufacture of metallic aluminium. 

Germany in 1909 used about 1,000 Ions of cryolite. 

Manufacture of alumina from aluminium nitride by the Serpek process is fully di.scus.setl 
in this work, Vol. I., under Ammonia from Nitrides. 

Properties and Use of Aluminium Hydroxide, Al(OH)3, and Alumina. 

AljOj.—When nioi.st, Al(OH)., is a gelatinous substance which gradually dries at 
ordinary temperatures to a white powder, and when ignited is converted into 
alumina, Al.iOy The .substance is insoluble in water, but dis.solves in dilute 
NaOH, K.OH, and acids. However, prolonged boiling of the hydrate in water 
makes it insoluble both in acids and alkalis. 

Aluminium hydroxide finds considerable use as a mordant in the dyeing and 
calico printing trades. W'hen precipitated from solutions containing dyes, it either 
combines or occludes the dyes, and fixes them firmly in the cloth. 

Precipitated aluminium hydrate, AI(OH)„ contains no iron, and only traces of 
SiO., and Na. P'rom this a very pure iron-free aluminium sulphate is produced by 
simply dissolving it in sulphuric acid—2A1(0H),| + 3H2S0^ = A1„(S04)3 + 3H20. 

However, the bulk of the aluminium hydroxide thus produced is ignited, whereby 
it is converted into anhydrous alumina, AI2O3 (2Al(OH) = AI2O3 + 3H2O), which 
contains, on the average, 98-99 per cent. AbOj, 0.2 per cent, Na^O, and less than 
0.2 per cent. SiO.,. This alumina is used on the large scale for the manufacture of 
metallic aluminium (.see this work, Vol. III., “Metals”). 

The present production of metallic aluminium reaches 20,000 tons annually, and for this 
quantity 45,000 tons of anhydrous Al^Og are necessary. 

The anhydrous alumina used for the manufacture of metallic aluminium roust be very pure, 
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V, n Hu uiIrtliKT less than l per cent, of aluminium fluoride, AIF,, 

S «A « S »,p«, («G,™ 

Patent, 165,612, of 1905). 

Fused alumina finds some application as a grinding agent, being an 
artificial corundum or emery (the basis of which is alumina). H. Gint {^//. 
jl»[re7v Chem iqoi, 1173) fused together in an electric furnace a mixture of 

b.S .nd“ ai;’si;E ,«o ,ol.. «.d Uo He .h„, eb,. n.d 

blue crystals, utilisahle tor grinding purposes, hor other attempts to produce 
grinding and polishjng materials, the basis of which is crystalline alumina, see the 
Cerman Patents, 85,021, 1894; 96,317, 1895; 97,408, 1897. 

Fused alumina, produced by the “ thermite process, has been put on the market 
for polishing, under the name “Corubin.” .See also the article on Polishing 
anti Grindine Materials, in this volume. . 

Another use is its addition to porcelain or clay crucibles for rendering them 
very fire resisting (see German Patent, 96,317, 1895). A considerable amount 
of Lsed alumina is used as a packing material for acid towers, being introduced 
for this purpose by Osc.ir Guttman (see Sulphuric Acid, this work, ' <>b b ■ 
Another curious application of alumina is the manufacture of artificial 
riihies and saoohires, which at the present time has become a considerable 
fndustry. This ifdiscus^ed in the article on The' Artificial Gem ndustry 
n 62 These hard artificial gems are used in watches, phonographs balances, and 
other kinds of delicate mechanism, where hard, unwearable, smooth surfaces are 

necessary. 

Manufacture of Aluminium Sulphate, AI/SO^).,. iBH.O.—Ihc most 
imnortant raw material for the manufacture of aluminium sulphate is Bauxite 
(j). 49); it is, however, also manufactured from Kaolin (china clay) and from 

■Cryolite (see p. 51). 

Manufacture from Bauxite.-The bauxite (or cryolite) is calcined w-ith 
soda ash (sodium carhon.ate) as described on p. 49, the product is lixiviatei with 
water and from the solution of sodium alumtnate nearly pure aluminium hydroxide 
is precipitated by CO,, as described on p.,50. The process adopted when crjohtc 

is used as the starting'product is described on p. 51. , 

The filtered and wa.shed Al(OH),, is next mixed with .sulphuric acid of 58 -66 Be. 
(i33’-i 67' evolved and the product dissolves to form alummmm 

sulphate, Al.,(SOj)3.i8H,,0, thus; 

2AKOH):, t - 2AySO,)„ + 31I./J. 

After cooling, the product sets to a solid glass like mass, having a porous struc¬ 
ture and containing about 60 per cent. A1..(S04).,. 

Tl,,. ..vact nrocedurc iliflers in diflWent works. As a rule, however, excess of acid is avoided. 
The exact proce ^ ^ ^ ^ ^ against I : 3 a,s required for the compound 

Tt'fsmosl'in.ponant It,af the aluminium hydroxide and the su^lphuric acid should be 
Abts A- , , T ^ presence of only traces of iron in the resulting aluminium 

almost totam free I1 r* rxirtain technical purixisc.s. The action which takes place 

sulphate greallydimmishe is value 

comuWed''lh“s"foamini. action imme-lialtly ceases. The liquid mass is allowed to .wlidify in flat 
completed t . o ^ ^ are covered with lead, and during 

pans, some 6 ft. long, 5 • , continually stirred with wooden shovels, when it 

^nliy sels’m^i of'ir;:,’:ad"aho,:r.hc“sire of I hen’s egg. The product is then packed 

works the hot fluid mass is run into leaden channels, and just fiefore solidification 
a nirair«fZiiti<ms are placed at intervals down the channel, so that when the mass finally 
sets a numher'of equal-sixed blocks, about the sixe of half a brick, are produced. 

The product thus produced is now often almost entirely iron-free. It usually 
containsHm^l amount of sodium sulphate. Na.SO^ (produced by the act.on of the 
sulphuric itcid on a little unchanged sodium carbonate, elc^ contained in the pre 
dokated aluminium hydroxide), and also a little free .sulphuric acid, so that the 
■hr^ufct has aft acid reaction. The presence of the sodium sulphate does not, as a 
Lu *.r in nnv wav the technical applications of the aluminium sulphate. The 
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acid reaction cannot be destroyed by adding excess of aluminium hydroxide, as the 
excess does not dissolve. 

The properly manufactured product contains 14.3-14.5 AUOjS 33.7 )tcr cent. St),,; 0.60 per cent. 
Na.SOj; under 0.02 per cent. Fe./),,; insoluble residue. 0 5 per cent. ; H„0, 50.68 per cent, (see 
Jurisch, Chfin. Industrie^ 1894, 17, 92). This product is so pure that in general it can be directly 
used instead of alum as a mordant in the dyeing and colour printing industry. In some delicate 
dyeing operations even so small an amount of iron as o 001 jjer cent, cserts a delelerirms effect. 
Fur siiing paper, o.oi jier cent, of iron is allowable. 

Where the presence of iron docs not greatly affect the use of the product, some¬ 
times aluminium sulphate is manufactured from bau.vite by the acid process. 

Here the bauxite is treated with dilute sulphuric acid of 45"-52' Ke. (or 90 -112° 
Tw.) {.stronger acid than this being less effective), and the mixture is warmed by 
means of live steam until the acid is nciitriilised. 

The previously calcined and finely ground bauxite is run through a manhole 
into a large cast-iron boiler, lined internally with lead and stoneware, which contains 
the requisite amount of 45' -52° Be. (90°-! 12” Tw.) sulphuric acid, heated by indirect 
steam to go°-ioo° C. A violent action soon takes place, and the pressure inside 
the boiler sometimc.s rises to 4 atmos. After ten to fifteen minutes the action 
is completed, and the pres_sure gradually sinks. By opening a valve the pre.ssure is 
reduced to atmqspherir, the_manhole is opened, the pasty mass is diluted until a 
concentration of 29'’-3i ' Be. is attained, and theli(]uid mass run out into tall .settling 
tank.s, settled for four day.s, and the clear .solution run off into leaden concentrating 
pans and concentrated until 42' Bch is reached, when the litjuid is tun into small 
crystallising pans and is allowed to crystallise. The solid cakes thus obtained are 
subjected to a hydraulic pressure of 300 or more atmos. (whereby iron-containing 
mother liquors, etc., arc |)ressed out), and the hard white cakes of aluminium suljthate 
thus obtained, containing less than 0.05 (tor cent, iron, are sold to iwper manu¬ 
facturers for sizing puqtoses. 

The in-.oUilile resi<lut''. in ihe clearing tanks are technically nearly wiirlliless at )>rcsent. They 
are washed wilii wa^'r ami liion thrown anay : tlic* aqueous washings arc worked up for alum 
as dcscriticd below. 

'I'hc great disadvantage of the acid process is the fact that much iron is taken 
up from the bauxite, so that in general the product ran only be used for sizing paper 
and similar product.s, where the [tre.sence of .some iron, e.g., 0.01-0.02 per cent., does 
not ynatter. For dyeing purpo.ses, where even a trace of iron, c."., so little as 0.001 
|)er cent., often sjroils the colour effect, it cannot be used, and so the alkaline 
process of manufacture before de.scribed is used for prejiaring the ]>ure product. 

For csample, one iwoccss (English I’alent. 5.579, 18S1, Falilberg & .Semple) consists in stirring 
into the paste from the sulphuric acid a little lead peF<*xide, The iron is precipitated as 

FcnO;}. PbO-j. This remains behind in the insoluble residues of the settling lank. The liquors are 
then worked up as previously (le.scril)ed. Spence oxidises the iron wiih MnO.. (KngUsh Patent, 
3,835, 1882). 

Anotlier successful piocess is to precipitate the iron as Prussian Blue. The clear li([uor, as 
it comes from the settling tank.s, is first titrated with jiermanganale, and the amount of ferrous iron 
in it is exactly estimated. Next the theoretical amount of bleaching powder is run in in order to 
just oxidise all the iron to the ferric state. The excess of chlorine must be completely removed by 
blowing air through the Ikjuor. Next fcrrocyanide is run in very carefully in the exact amount 
necessary to precipitate all the iron present a.s iTu.ssion blue. 

The liquid is now carefully filtered under its own pressure through a filter pre.ss provided with 
the finest Ne^scl filler cloths, wnich retain mo.st of the Prussian blue. The first portions of the 
fluid, howevei, come llirough turbid, and the liquid is rendered perfectly clear by forcing it once 
mo;e, but now under 4 atmos. pressure, through a filler composed of t\>cnly or thirty purou.s 
plates of calcined magnesia, mounted tine behind the other in an enamelled vessel. 

By reversing the direction of the entering liquid these plates can be uaslied free from the 
clogging Prussian blue. 

More lecently the liquid has been freed from Prussian blue by sending it through centrifugal 
machines provided with very fine filtering cloths. 

The perfectly clear liquid is now concentrated from 42*’‘52” Be. in leaden pans, and allowed to 
solidify as above described. This product contains only 0.0005 per cent, iron oxitle j bad samples 
sometimes contain o.oi per cent. KcoO^. 

The separated Prussian blue, after washing by boiling wiili water and pressing, is converted 
into fcrrocyanide by heating with alkalis, and so is used over again. 



54 


INDUSTRIAL CHEMISTRY 


Manufacture of Aluminium Sulphate from China Clay 

White china clay, AI,jO„.2SiO.,.aH.jO, when jmre, contains 39.2 per cent. AljOj. 
Treated with cone. H.,SO, the Al^Oj is dissolved as A1.,(S04)3, while the SiO^ remains 
behind insoluble. The clay is reduced to a fine jjowder and calcined, when a loss 
of weight of 20-25 P®*" cent, occurs, owing to loss Of water. 

The calcined clay is now treated in a lead-lined wooden vat with somewhat less 
cone. .suli>huric acid (96° Tw., 60° Be.) than suffices to dissolve all the .Al.Oj. A 
vigorous action takes place, and after fifteen to twenty minutes of continual stirring, 
the mass is run into lead-lined wooden waggons with removable sides, in which the 
action continues for some time. Finally the mass solidifies, and is then reduced by 
cutting with a heavy knife to a coarse ixtwder. 

This product, known as “ alum cake,” has the average composition : soluble 
AL,0.,, J2-r3.5 per cent.; Fe/).„ 0.10-0.25 per cent.; combined SO^, 29-32 per 
cent.; free SO,,, 0 5-1 per cent.; insoluble matter, 20-27 PC cent. 

Hy this process some 60 per cent, of the AU), orieinally present in tlie clay is converted into 
AbiSt I,);,. 

“White Sulphate of Alumina” is prepared from the crude “alum cake” 
hy lixiviating the latter with hot water (heated by live steam) in lead lined wooden 
tanks. After settling, the clear fluid is decanted into lead lined evaporators and 
concentrated to a den.sity of 112° Tw. (52' Be.). It is then run into a series of 
shallow tiled troughs, where it solidifies to a crystalline mass. 

This product contains 0.25 per cent. Fe./)., and 14 per cent, .AFO.,, and i.s 
largely u.sed for sizing paper (see Martin’s “industrial Chemistry: Organic”). 

In this proces.s, of 35 per cent, AI./I,; of the c.Uy no less than 15 |>er cent, remains hchind in the 
residue of SiU«. 

Properties of Aluminium Sulphate.— 'I'hc substance is variously given the 
formula A1._,(S04),„ i8H.,0, and Al(.SO,).,.2oH.A It crystallise,■ in white, pearly 
tablets, and is very soluble in water. On heating it melts in its water of crystallisa¬ 
tion, and then swells up, the anhydrous salt only slowly di.ssolving again in water. 
At a red heat it is decomposed into Al^jO^ 

The following figures give the weight of salt which dissolves in too parts H.,0:— 


Temperature 

0" 

lO'^ 

20" 

50“ 

ICO'' ; 

Crystallised salt - 

86.8 

ns-S 

i07.,t 

201.4 

in2.o 

Ahhydrorus salt 

3>-3 

3 J-S 

36.1 

. 52-1 

89.1 


The following table gives the specific gravities of solutions of aluminium 
sulphate of various strengths :— 


Per cent. 

Ayso,),. 

Sp. Gr. 

Per cent. 
AU(.S04),. 

Sp. Gr. 

Per cent. 
ALtSO^)^. 

Sp. Gr, 

I 

1.017 

10 

1.107 

1 

19 - - 1 

r.197 

2 

1.027 

11 

1.117 

20 - ■ ; 

1,207 

3 

1.037 

12 

1.127 

21 - ■ i 

1.217 

4 

1.047 

'3 - 

1 - 137 ' 

22 ■» ! 

1.227 

S’- 

1.057 

14 

1.147 

23 ■ - i 

1-237 

6 

1.067 

IS - 

1.157 

24 - - 1 

1.247 

7 

1.077 

16 

t.167 

25 

1.257 

8 

1.087 

17 - 

1.177 



9 • 

1.097 

j 18 - 

1.188 




, The, substance is insoluble in absolute alcohol and free H^SO^, etc., and can be 
r^oved bjji precipitating the substance from aqueous solution with much alcohol. 
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Alum, K„S04.Al2(SO^)2.24HjO.—The most important raw material for the 
manufacture of alum is Bauxite ; of lesser importance is Alunite (alumstone) 
_and Kanli.m - Some alum and aluminium sulphate is also produced from Kryolite. 
The manufacture from black bituminous, aluminiferous shale has now, to a large 
extent, been given up. 

Alunite, Alumstone, is the oldest known raw material for the manufacture of 
alum and other aluminium compounds. It is a basic potassium aluminium sulphate, 
of formula K(A10),,(S0j)2.3H20, and is a volcanic product, being produced by the 
combined action of SO., and steam on lava. 

It occurs in China (where an “alum mountain, 1,900 ft. high, with a circumference at the base 
of to miles,” is said to occur) (see “ U.S. Cons. Report,” 1903), Hungary, (Ircece, and Italy. 

The best known source is at Civita Vecchia, in Italy. This has been known and worked for 
centuries, and is still worked at the present time for producing “Roman alum.” 

The native alunite carmot be directly extracted with water, because it consists 
of a basic alum insoluble in water. It must first be heated to a high temperature, 
when it loses its hydrated water, crumbles, and becomes soluble in water. 

The method of procedure is as follows:—The alunite is first calcined at 600’, 
and then broken up and exposed to the action of the atmosphere. Next, the 
mineral is extracted with water, whereby alum, K.^SO^ Al.,(S0j)„.24H20, pa.sses into 
solution, while unchanged clay, alumina, iron oxide, etc., remain behind. 

On concentrating the solution the alum crystallises out in cubes. This alum, 
being almost entirely free from iron, was at one time a valuable product. 

'I'he modern method of working alunite for alum is to treat the calcined and 
finely powdered mineral with sulphuric acid and allow the solution thus obtained 
to crystallise. 

There first crystallises out alum, K2S04.Alo(SO|)3.24H.20, and the mother liquors 
from this, when further concentrated, yield a crystallised mass of aluminium 
sulphate, Al2(S0j3.i8H.20, which is much more soluble and much more difficult 
to obtain pure than alum. 

Manufacture of Alum from Bauxite or Kaolin.— Aluminium sulphate 
solution is first prepared by treating the bauxite or kaolin with sulphuric acid 
according to the acid process described on pp. 52-53. 

.To the concentrated hot solution of aluminium sulphate there is now added 
potassium sulphate, and the liquid is vigorously stirred. On cooling, the moderately 
soluble potassium alum separates as a fine crystalline mass:— 

K3SO, -k Alo{SO,), -t 24ILO = K.jS()j.AU(SO,)324H./;. 

The formation of lai^e crystals is avoided by stirring during the precipitation. Large crystals 
enclose mother liquor, and so their formation is avoided. 

Sometimes instead of potassium sulphate the cheaper potassium chloride is used, when the 
following action takes place:— 

4 AU{S 0^)3 -f 6KCI = sA^SO^).J.K.SO^ -i- 2AlCl;j. 

The aluminium chloride remains in solution, and so is lost for the formation of alum. 

The alum crystals are separated from the greenish-coloured iron-containing 
mother liquors, and are well washed with w'ater and again dissolved In hot water 
and crystallised therefrom, after first making a solution of sp. gr. 1.5 

On account of its moderate solubility in cold water alum can be easily prepared 
almost quite iron-free, and so is used for puqioses where the absence of iron is 
necessary. 

Properties of Potassium Alum> K5jS0^AL(S04)3.24H.p.—The body is 
only moderately soluble in cold water: 100 parts of water dissolve:— 

Temperature: — 

0® C. 10® 20® 30® 40® I j* 60® 70® 80® 90° 100* 

K2S0vA1{S04)3.24Hjj 0 dissolved:— 

3.9 9.5 15.1 22.0 31.0 44.1 66.6 90.7 124.5 209.3 357-5 
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The specific gravity of the aqueous solution at 17.5° C. is;— 

Per cent, alum - - • 4 8 12 13 

Specific gravity - - - t.oi05 -i.04tS 1.0635 10690 

The aqueous solution is acid in reaction, dissolving iron and zinc with evolution 
of hydrogen. It boils at 111.9° C-i is insoluble in alcohol; heated, it melts in its 
water of crystallisation at 92.5° C.; ignited, it loses its water of crystallisation and 
also sulphuric acid, and goes into “ burnt alum.” 

The ordinary alum crystallises in octahedra, but in a neutral solution (to which 
alkali carbonate, lime, caustic potash, or soda has been added) the substance 
crystallises out below 45° in cubes. Exposed to the air, alum loses part of its water 
of crystallisation. 

In the technical application of alum the chemically active part is simply the aluminium sulphate, 
AlgiSOjlg, and so within recent years the manufacture of aluminium sulphate, .VhfSOjb. l8n«0, has 
taken place on an increasing scale. 

Were it possible to obtain aluminium sulphate as pure as alum, there is little doubt that alum 
would be completely displaced by it. 

However, aluminium sulphate is very oluhle in water (soluble in its own weight of ’.vater) and 
crystallises with difficulty, and is difficult to free from iron and free If.jSO, conseiiucnlly for all 
purposes where a pure salt is necessary alum is su|terior to aluiuii'mm.sulj)hate. 

Ammonium alum, (NHJ.,SO,.Al„(SOj').|.24H,p', is prip.iK'd in a manner 
precisely similar to potassium alum, merely by adding ammonium sulphate to a 
solution of aluminium sulphate. 

Since ammonium alum i.s only very slightly more soluble in water than potassium 
alum, it can also, like this latter, be easily prepared in a pure state by crystallisation. 

too parts of water dissolve t— 

Temperature • 0° 10° 20° 30” 40° 50’ 60° 70’ 80° 90’ 100° 

Ammonium}, ^ ^ ^ g ^ ^ 

Ignited it leaves a residue of pure alumina, ALO.,. 

The cry.stals frequently have an amethyst tint (possibly due to traces of iron 
and chromium), although containing less than 0,001 per cent, of iron. 

Since the introduction of cheap potassium chloride from Sfassfurt, ammonium alum is no 
lonrar mamifueturcd to the same extent in England as it was formerly. 

Sodium alum, Na.j'i0,.Al.j(S04V,.24H20, is also prepared on a large scale. It is mote soluble 
m water tlimi |»lassium alum, and is also cheaper. It is, however, more difficult to prepare 
pure than either polas-sium or ammonium alum, on account of its great solubility, loo parts of 
water dissolving 51 parts sodium alum at 16* C. Two other alums, which are prepared on a 
large scale, arc potassium chrome alum, K.^S0,.Cr.,(S04)3.24H20, and ammonium iron alum, 
(NHjbEejtSO,);,. 24H2O. 


Some other Salts of Alumina 

Aluminium acetate, prepared in a(|ucous solution by treating aluminium sulph.itc (or alum) 
solution with lead acetate (3l>hAcj+Ala(SO,)3=rhS04 + 2AlAc3), or by dissolving precipitated 
aluminium hydroxide, Al(011};,, in acetic acid, finds fairly extensive use as a mordant in dyeing 
and colour printing on cloth. 

Alumimum chloride, AlCI,,^ is obtained technically by dissolving precipitated aluminium 
hydroxide, Al(OH)„ in IICl. It is used for carbonising wool (see Martin’s “ Industrial Chemistry ■ 
Organic ). 

Solid sodium aluminate, Al(ONa)3, is sometimes obtained from bauxite or cryolite, as above 
described (see pp. 49, heating with soda or caustic soda, extracting with water, and con¬ 

centrating the liquid when it is obtained as a white, easily soluble mass. Its solution is decomposed 
by atmospheric COj (or even on long standing by water), giving a precipitate of Aljoilij. 
Consequently, when the powder is exposed to air for any length of time, it yields turbid solutions. 

It finds use as a mordant in dyeing and cloth printing, and in the preparation of certain paints. 
It is alio sometimes used in siring paper, for the manufacture of aluminium soaps (substitute for 
alum), for hardening plaster of Paris and similar stony compositions, and for saponifying fats in 
candle manufacture. 

Technical Uses of Salts of Alumina. —Both alum and aluminium sulphate 
fin^ extensive use as mordants for cotton and wool. The salts used for this pur- 



pose musi be almost iron-free—o.oi-o.ooi per cent, of iron often rendering these 
products useless for such dyes as alizarin. This high degree of purity was, until 
recently, only attainable with alum, since aluminium sulphate is very difficult to 
crystallise and purify from the iron-containing mother liquors. A still greater 
quantity of alum (and’ still more aluminium sulphate) is used for sizing paper 
(see Martin’s “Industrial Chemistry; Organic”), a mixture of resin soap (rosin 
partly dissolved in NaOH), starch, and aluminium sulphate being added to the 
paper pulp, and so forms an adherent precipitate of aluminium rosenate, which 
causes the fibres to adhere together and prevents ink sinking into the p.iper. 

Aluminium salts also find extensive use in making cloth wateiproof, the 
method being explained in Martin’s “Industrial Chemistry: Organic.” Wood 
is made fireproof by impregnating with aluminium sulphate. 

Aluminium soaps (made by treating ordinary soaps with aluminium acetate 
or sulphate) find a variety of uses, one of which is the cementing together of sand¬ 
stone to form solid blocks. The aluminium soap is sometimes sold for this purpose 
under the name “ Testalin.” 

Both alum and aluminium sulphate are used in tanning leather (see 
Martin’s “ Industrial Chemistry; Organic ”). Another use of aluminium sulphate 
is the clearage of sewage witer. M’ater is treated with this substance, together with 
lime-water, when a gelatinoils precipitate of aluminium hydroxide brings down 
with it any suspended organic matter (see Martin’s “Industrial Chemistry: 
Inorganic,” Vol. I.). 
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The zeolilus tire a large class of naturally occurring hydrated aluminium silicates 
containing alkali or alkaline earth metals. A few of the more important are ;— 

N^rulile • ■ - Na.,O.Al.,0.,.3SiO.,.lIII.,(). 

Analcile - • ■ Na.'.O.AU)j.4.Sio:.2lU). 

Chal.aiile ■ • ■ Cr-O.AI., 0 .,. 4 t'i<)... 61 I..O. 

Stilbile - ■ • t:a(.).AlI(V 6 Si(). 1 . 6 H.jO. 

'I'hey play an important part in soils, by retaining in a readily soluble form the 
alkalis set free on the weathering of fel.spar. They can be artificially synthesised, 
and' within the last few years they have become of considerable industrial im¬ 
portance owing lo R. (Ians’ discoveries that they contain alkali or alkaline earth 
metals which, when brought into contact with various solutions of metallic salts, are 
interchanged for the metal from the salt solution, the alkali or alkaline earth metal 
in the zeolite itself going into solution in the .salt. 

The name given to the artificially made zeolite is “ Permutite,” of which many 
different varieties exist, according to the nature of the bases employed in their 
manufacture. 

Manufacture. —The iiermutites are made by igniting together china clay 
(aluminium silicates) and (sometimes) quartz or sand with the alkali carbonates. 
The melt is extracted with water, and the residual permutite is left as a granular 
mass. This must be porous if a high degree of reactivity is necessary—a condition 
which is attained by the presence of potassium as one of the bases. 

H. t,ans, in his D.U. I’alenl, 174,097, of 12th Jan. 1905, manufactures zeolitc.s by allowing an 
alkali aluminate,'free from uncorabined alkali, to act on hydrated silicic acid. Heat is employed lo 
complete the union, and then calcium chloride, (laCU, solution is added. The alkali is thereby ex¬ 
changed for the calcium. The zeolite.s made by this proce.ss have the formuke of the natural zeolites, 
e.,C., Cat). Al2()3.6Si()2-t 61 I.jO, or Ca0.AI,2034Si(72 4 SH^O. 

j. D. Riedel, in his D.U. Patent, 186,630, of 24th Keb. 1906, manufactures zeolite.s by fusing 
together 3 parts of kaolin, 6 parts of quartz, and 12 parts of .sodium carlxmate. Excess of alkali 
must be carefully avohled. There results AhOjH ioNa.jO+ loSitb. 

In his later intent, D.U.l’., 200,931, of nth Oct. 1907, Riedel replaces the sodium carbonate 
by a mixture of the cheaper sodium sulphate and coal. On extracting with water a crystalline 
alumioo-silicate passes into solution. 
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In general, the greater the percentage of sodium or potassium present in the 
molecule, the greater is their capacity of interchanging their bases. According to 
Gans, in general to every i molecule AUOj present, we must have present i molecule 
Na20 or KjO. The chemical formula of a typical zeolite is given by Gans as 
Al20;,.NaA0.2Si02 + 6H.20. 

These artificial aluminium silicates possess prr>perties only found to a very minute degree in 
similar natural silicates. This peculiar beliaviour led Dr Gans to the conclusion that in the artificial 
product the sodium or potassium are joined to the .silicon through the medium of aluminium^’ while 
in the natural silicates the base was attached in the usual w.iy, the atoms of hytlrogen being replaced 
by the nietabs. The graphic formula of a simple artificial aluminium silicate of empirical formula, 
Na.jO.AloO;(. 2 .SiCl.j. 611 .jO, would then be as follows;— 


\0-Ah 


/OH 

''t)Na 


O 


O—A 1 


^ONa. 3lh,0 

\)M 


SMOH), 

A sodium zeolite is now made on a large scale, and ])ut on the market under 
the name of “Sodium Permutite.” It is used either as such, or is converted into 
other permutites containing basic components other than sodium, and the uses to 
which it has been technically subjected are as follows :— 

(1) The removal of calcium and magnesium salts from water.- A.,?., if it is tlcsired to 
remove CaCIn from water, the water i.s sent through a granular lajer of sudiuin permutite some 
6o*loo cm. high, when a calcium permutite is. formed, and sodium chloride passe's in solution, thus— 

Na0.Al.p,.2Si0.3 + CaCU = CaO.AlO,.2SiO» + 2NaC). 

.Sodiutn pcrmiitue. (^tcium pertmitiic. • 

In order to regenerate the sodium permutite when exhausted, n concentialcd NaCl solution is 
led through the layer of permutite. when the calcium ])ermulitc formed is decomposed according to 
the equation 

CaO.AloOji.a.SiOo 4 2NaC!l = Na._,().Al/):,.2Si02 + CaClo. 

Calcium permutitef Sodium'pcrtnmuc. 

Thus calcium, magnesium, ami similar salts can he easily removed from water, the calcium or 
magnesium replacing the sodium of the permutite, and s<xlium sails being formed in solution, and 
the proces.s has already attained considerable technical imp«)rtance as a walcr-.softening process 
(see this work, Vol. I., under Water). Sec also R. Cans’ Chem. /enfr., 1907; Luluig and 
iJeckcr, Chem. Zentr., 1908, 532. 

(2) Removal of sodium and potassium salts from water.— For this purpose the water is 
sent through a calcium permutite. E.g.^ if it is desired to free water from NaXO;., the water is 
fdlerea through calcium permutite, when the following change takes place :— 

CaO.ALO;,.2SiO« + Na-^CO.t = Na.p.ALP;..2Si0a ^ CaCO;,. 

In the sugar industry Harms and Kiimplcr have used a similar process for clearing the juice and 
withdrawing potassium for sodium in the salts contained therein, thereby attaining a belter laste in 
the molasses. 

The calcium j^crmutile of Clans remove.s from the sugar, syrup, and molasses not only the 
greater part of the potash, Init also much sodium, by exchanging lhe.se liases for lime. The hot 
molasses can be filtered witlioul dilution wiih water, so that reconccntralion is avoided. In order 
to exchange the potash for an equivalent of .sodium, the molasses is sent through a sodium permutite, 
when the potassium permutite i.s formed, while the sodium takes its place in solution. Molasses 
containing t>nly sodium are stated to lie much l)Ctter than those which contain eiihcr potassium or 
lime. See Siedler, loc. fit. 

(3) Removal of mang’onese and iron from Water. — For (lie removal of manganese a 
manganese permutite is first made from calcium permutite and manganese chloride, thus:— 

Ca 0 .AI./);,. 2 Si 04 + MnClj; = UnO.Aip,,.2S\0.^ 4 CaCIg. 

Calcium permutite. Manganese Mangancic permutite. Calcium 
chloride. chloride. 

•Next, the manganese radicle in the manganese permutite is converted into the heptoxidc by 
treating with calcium or potassium permanganate:— 

Mn 0 .Al 203 . 2 Si 03 j + Ca(MpO^)2 = CaOvAiPa-aSiO^ 4- MnO.MnPy. 

f . ■ O' 



ARTIFICIAL ZEOLITE OR PERMUTITE INDUSTRY 6 i 

• 

The MnO.MnjjOy is precipitated on and in the icolith particles, and exercises an oxidising 
action on the lower oxides of manganese contained in the water, being itself reduced to lower stages 
of oxidation. Owing to this oxidising action the manganese contents of the water is completely 
precipitated as MnOo. For example, if the manganese is present in water as a hicarlxanale, 
Mn(HC03)2, we get the following action taking place:— 

2Mn{HC<);,)2+Mn().Mn«0- i CaO.A^VaSiOs^SMnOa i-2n.p h2C02+Ca().AUO.i.2Sif)2. 

As soon as the manganese heptoxide has lost all its available oxygen its power of removing 
manganese from water is exhausted. This may be regenerated merely by retreating the permutiie 
with calcium or potassiunj permanganate. The manganese mud formed which remains on the filter 
increases its efficiency. 

Use is made of their reactions in sterilising water. First of all, the germs are killed by adiling 
to the water some calcium or potassium permanganate. Next, the slerilisied water is filtered through 
a manganese permutiie, wliereby all the permanganate and other manganese salts are removed. See 
this work, Vol. I., under Water. 

The complete removal of iron from water is similarly effected by means of a manganese 
permutiie. The iron is removed completely from the water, and this matter of de-ironising water is 
the most complete and efficient yet introrluced into industry. 

The action in removing the iron is proUibly catalytic. Under the influence of the manganese 
he]>loxide and monoxide on the surface of the aeoliie, the oxygen in the water oxidises the iron 
completely and quantitatively. It is thrown down and retained as oxide by the zeolite. 

(4) Removal of free alkali from water.— The jicrmutitcs |>ossess the capacity of absorbing 
free alkalis from aqueous solution. Ily treating the zeolite with weak acids the absorbed alkali can 
be given up once mbre. 

(5) Prepara^on of salts of different bases by exchange.— ft is jxissible to extract a 
salt out of a dilute solution I»y filtering through a suitable jKrmutitc, and next, by.suitalde treatment, 
obtain it again in a concentrated form. For example, by passing a solution «)f potassium chlorate 
or perchlorate through an ammonium permutiie, we get formed ammonium chlorate or ammonium 
perchlorate. Hy filtering ammonimn carljonale through potassium permutiie, potassium carlionate 
IS obtained, and so on, 

The use of this in recovering valuable salts escaping in waste litjuor'* from factories as^ by¬ 
products will he obvious. It is po.ssibic that this proce.ss may have scmie value in (piantitatively 
determining the amount of calcium, etc., in very dilute solutions. 

(6) Precipitation of gold from solution.—Tlie sodium base of sodium permutiie is exchanged 
for ferrous or sianp^ats oxide, aiul the gold-containing solution is filtered through il. 

Gold from even extremely dilute solutions is piecipitated in the zeolilic mass as purple of 
Cassius. 

The manufacture and use of artificial zeolites (permutites) are protected by the 
patents of the firm of J. I). Riedel, Berlin. 
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Corundum and spinel are the main gem stones which have been produced 
artificially of a size and quality suitable for jewellery. Moissan has produced 
microscopic diamonds (see Moissan, “The Electric Furnace,” 1904), but valueless 
as gems. 

Artificial turquoises have been made for thirty years from aluminium 
phosphate containing water and a trace of copper to give a blue colour to the 
product. 

“ Reconstituted rubies ” consist of splinters of rubies cemented together 

l)y a lead containing flux. 

Genuine rubies, under the name “rubis 
scientifi(|ues,” were made by Fremy in 1891, 
by heating to 1,500“ in a porous crucible a 
mixture of pure precipitated Al^O.,, with a little 
BaFj (or (laF.j), KXO.,, and” 2-5 per cent, 
potassium bichromate. The moist gases of the 
furnace cau.sed the liberation of HF, and this, 
combined with wafer vapour, caused the crystal¬ 
lisation of the allimina into small rubie.s. How¬ 
ever, in 1902, A. Verneuil, of Paris, made his 
“ rubis syntheti(|ues,” which have since attained 
considerable importance, his factory producing 
annually some 5,000,000 carats of precious stones 
(1,000 kg.). 'I'he main proce.ss is briefly this:— 
Pure iion-free ammonium alum, 

(NJl 4 )..S(VAUS 0 ^. 24 ll(), 
ib mixed with a little chrome alum, 

(Nil 4 ).S 04 (>./S(U,. 24 n,,(). 
and the whole precipitated in warm aqueovts solution by 
means of ammonia. A mixture of and Cr(OH):j 

(2i per cent. Cr./)- gives the best colour) is thus ob¬ 
tained. 

The product is dried in the air, deliydraled at a 
bright red heat, and then the fine powder thus obtained 
is fused into a coherent mass in a sj^cial verticallj' 
placed reducing blowpipe flame, the flame playing down¬ 
wards (see Kig. i). Into thi.s flame, from a receptacle 
A, the fine powder is allowed to steadily fall in a stream 
from a platinum sieve situated in a widening of the 
oxygen tulx:. A steady automatic shaking of this sieve 
by means of a lapping hammer, worked by an electro¬ 
magnet, ensures that a steady rain of powder falls down¬ 
wards continuously into the flame, and cools as a little 
cone of fused pure alumina just below the flame. First 
of all a little rod of fused alumina is formed, which later 
‘ Fio. I. —Verneuil’s Blowpipe for assumes the form of a drop, and finally acquires the form 

Artificial Rubies and Sapphire.s. of an inverted bottle. The drop must finally be cautiously 

cooled (otherw'ise it may crack), and is then ground 
down. It is slated that it is by no means unusual to form true artificial rubies of some 50-80 
carats (10 g.) which, after cutting, form 12 carat rubies of a fine re<l colour. The uncut stones 
have a value under one shilling a carat. The sp. gr. (3.98-4.0), hardness, optical properties, 
etc., agree with the natural rubie.s. 

Omission of the chromium leads to the formation of “white sapphires,” 
consisting of pure alumina, AbjO,. 

Other stones are also made of various colours and qualities, yellow like topaz, 
violet, amethyst, and also blue like sapphire. Since the blue colour of the sapphire 
is destroyed by intense heat, the colouring is artificially imparted to these stones 
by adding a Jittle cobalt salt in the presence of lime or magnesium (otherwise 
the cobalt is not dissolved by the alumina), when a blue Spinel (MgAl^J is 
formed. 
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^5 


dioxidf '’y °-5 

dioxide, T1O3, and 1,5 per cent, magnetic oxide of iron, FesO,; analysis of the 
resulting sapphire gave AUO,- 99-84 per cent.; TiO., o.ii-o.i, p^rcenl: Fe, 0 , 
/rare; sp. gr. 3.977-4.01. ' 

Most of the other precious stones are either very cosily to produce, or else do not nossess 
sufficient value for the.r artificial production. The Japanese produce a kind of artificial pSrTbv 
introducing a mother-of-pearl .shape between the shell and mantle of the oyster. The oyster denosits 
n time a layer of nacre over this. The mas., after removal, is backed with mothe 7 ofipearr A 

Imitation diamonds, etc., are m^de from 

highly refractive lead or other class, called “ paste.” or “ strass.” (See this Vol„ under " 
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HISTORICAL AND THEORETICAL 


If one examines a table of the heats of combustion of the elements, in which the 
P’tires given refer in each case to the same weight of oxygen, it will be found that 
aluminium stands almost highest. It is evident, therefore, that it ought to be 
possible to obtain a reduction of the oxides of most other elements by means of 
aluminium. 


Early experiments in this field, however, proved very unsatisfactory. The brothers Tissier, who 
attempted the preparation of manganese in this way, did not succeed in getting any reaction 
probably because they did noi heat their ingredients to a sulticienlly high Icniperaturc. Gther experi- 
nienters found ^at the reaction tretween aluininiura and metallic oxides look place svilh explosive 
violence. L. Frank and others have .succeeded in reducing various oxides and other compounds 
^ heating them with aluminium in the ordinary way ; but it is to a discovery made by Dr Hans 
Coldscnmiat that all the technologic,! I developments of the subject arc due. 

Goldschmidt required, for the purposes of another cx|reriinent, a quantity of pure aluminium 
.sulphide, and after some unsuccessful attempts to prepare this by other methods, attempted the 
reduction of plciia (lead sulphide) by means of aluminium. The ingredients in coarse powder 
were intimately mixed together and heated in a furnace. A violent reaction took place, with the 
generation of sufficient heat to render the whole contents of the crucible fluid, and by using a weight 
of aluminium slightly in excess of that given by the equation, j b 

3 rbS + 2AI = AlaSj + 3Pb, 

aluminium sulphide of a very high degree of purity was obtained. The excess of aluminium settled 
out M a button from the mass of lead (which, owing to its density, sank to the bottom of the 
crucible), and removed from it various metallic impurities [e.g., silver). 


1 My very best thinks are due to Messrs Thermit Ltd. for their kindness in supplying me 
with detmls conceriiing the various technological applications of “thermic” reactions, and for 
opportunity to examine their apparatus and methods. 
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Goldschmidt was thus led to experiment on oxides; and these experiments 
and those of other investigators show (i) that the reaction between aluminium 
and metallic oxides will not take place until a certain critical temperature is 
reached—about t,o5o" C. in the case of chromic oxide; and (2) that the reaction 
once started generates sufficient energy to heat the mixture to a temperature (nearly 
3,000” C. in the case of ferric oxide) far above this critical temperature. It follows, 
therefore, that if the reaction can be once started at any point in the mixture, it 
will spread throughout the whole mass, 'i’he case is (juite analogous to that of a ball 
balanced at the top of a hill, which may serve to illustrate the principle involved. 
Nothing happens so long as sufficient energy to overcome the friction between the 
surface of the ball and the ground at the top of the hill is not fortlicoming; but if 
this friction is once overcome, the ball will commence to roll down the hill, and 
will continue until its journey is tompleted at the bottom. Goldschmidt suc¬ 
ceeded in producing reactions in the case of mixtures of aluminium and metallic 
oxides by means of a fuse of aluminium and barium peroxide (which can be ignited 
by a flaming vesta), or in some cases by means of a burning strip of magnesium 
ribbon. The reaction can very easily be carried out. All that is neces.sary is to 
make an intimate mixture of aluminium and the oxide, both in powder, in a fire¬ 
clay crucible, which may be stood inside another crucible to avoid overflowing of 
the contents in case the first crucible should crack. The reaction is then started 
by a fuse as described above. It rapidly spreads throughout the mass, the whole 
contents of the crucible becoming luiuid, and the metal sinking to the bottom. 

In some cases, by using a weight of metallic oxide slightly in excess of the 
theoretical, metals of a very high degree of purity, free from carbon, may be 
obtained. Goldschmidt succeeded in producing reactions with oxides of the 
following metals:—Chromium, manganese, iron, copper, titanium, tungsten, 
molybdenum, nickel, cobalt, zirconium, vanadium, niobium, lanlallum, cerium, 
thorium, barium, calcium, sodium, potassium, lead, and tin -l)Ut the i>ure metal 
was not obtained in every case. In some cases, however, sucli as that of titanic 
oxide, in which the product is not the pure metal, it is sufficiently pure to serve 
for the preparation of the chloride. Moreover, by using mixtures of metallic oxides, 
alloys of desired composition can be obtained. 

The reaction in the case of ferric oxide is represented by the following 
equation:— 

Ke/C + 2AI = Al»()| + 2Kc. 

A mixture of ferric oxide (or other oxide of iron) with aluminium, in the right 
proportion, has very many technological uses, as will appear hereafter, and has been 
given the registered name of “thermit.” Reactions similar to those between 
aluminium and ferric oxide are classed as “thermic ” reactions. 

The reaction between aluminium and calcium oxide (lime) ha.'; been specially studied liy Weston 
and Ellis. ^ It only occurs when the ingredients arc heated in a furnace, and is then by no means 
complete. It seems, therefore, to differ from the reactions Iretucen aluminium and other metallic 
oxides in being endothermic, and the authors conclude that calcium has greater affinity than 
aluminium for oxygen. They found that magnesia (magnesium o.xide) was quite unattacked by 
aluminium. With alumina itself, aluminium yrelds a blackish-grey product, probably containing 
a sulroxide. 

Aluminium will react with certain non-metallic oxides, e.g., Ixtron trioxide and silica." In the 
former case the product of the reaction contains aluminium boride and aluminium nitride (the 
nitrogen coming from the air) as well as alumina and free boron. In the latter case impure silicon 
is obtained as a crystalline body containing aluminium. Aluminium will also react with charcoal; 
in this reaction the air seems to play an important part, the product contaimgg aluminium oxide 
and nitride, as well as aluminium carbide (AljCj), together with unchanged aluminium and carbon.* 

Aluminium readily reacts with many metallic sulphides. In the reaction with lead sulphide 


• F. E. Weston and H. R. Ellis: “ The Heats of Combustion of Aluminium, Calcium, and 
Magnesium,” Transactions of the Faraday Society, Vol. IV., 1908, pp. 130 et seg. 

* F. E. VVeston and H. R. Ellis: “Note on the Action of Aluminium Powder on Silica and 
Boric Anhydride,” Transactions of the Faraday Society, Vol. III., 1907, pp. 170 et seg. 

" * F. E. Weston and H. R. Ellis: “The Interaction of Aluminium Powder and Carbon,” 
TS-ansacli<»ttof the Faraday Society, Vol. IV., 1908, pp. 60 et seg. 
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already mentioned, if finely powdered aluminium is used, sufficient heat may be generated to 
volatilise the lead and produce explosion. Goldschmidt, at the time of the announcement of his 
discovery, had also succeeded in reducing sulphides of the following metals by means of aluminium 
—iron, cobalt, nickel, molybdenum and zinc. 

Aluminium will also reduce phosphates, sulphates, and nitrates, the reactions >\ilh sulphates 
being more violent than those with nitrates. 

Weston and Ellis have succeeded in luinging about the resmtion l>etween aluminium and sodium 
peroxide and aluminium and ferric oxide in vanto, using an electrically healed iron wire to start 
the first reaction, and employing this reaction to initiate the second.* 

Similar reactions in which iiodies other than aluminium are employed are also known. For 
instance, F. M. Perkin has found that a mixture of calcium hydride (Cali.,) and cupric oxide 
in the projjortion of two molecules of the latter to one of the former can be readily ignited with the 
production of copper, lime, and steam, the temperature, however, being insufficient to melt the 
whole of the copper produced. A mixture of antimony sulphide with calcium hydride is also very 
easy to ignite, tiie mixture swelling up as the reaction proceeds in a manner resembling that in 
which mercury thiocyanate (Pharaoh’s serpents) behaves when ignited.- 

Goldschmidt lias succeeded in bringing about the reduction of metallic 
oxides, etc., by means of metallic calcium. He has found that whilst this metal 
reacts with oxides in a very violent manner, no regulus of metal is produced because 
of the limited fusibility of the calcium oxide formed. He has found, further, that, 
whereas negative results are'obtained if silicon is substituted for calcium, a mixture 
of calcium and silicon will react satisfactorily with metallic oxides, giving a fu.sible 
slag of calcium silicate.'* 

G. F. Jaubert has patented mixtures which, on ignition, react “ thermically ” 
with the evolution of hydrogen.' 


TECHNOLOGICAL TRETARATION OF METALS AND 
ALLOYS EY THE “GOLDSCHMIDT REACTION” 

The preparation uf metals and alloys by the Goldschmidt reaction is, as already 
mentioned, an exceedingly simple matter. All that is necessary is to make an 
intimate mixture of the oxide or mixture of oxides (in the right proportion) with 
slightly less than the theoretical weight of aluminium powder. The mixture must 
he dry, and is preferably heated before starting the reaction, which is done by means 
of a fuse, as already described. After the reaction has ceased, the metal or alloy 
will be found at the bottom of the crucible in which it is carried out. One great 
advantage of the method is that products can be obtained free from carbon. In 
the case of chromium and manganese, it is found that the low oxides give rather 
poor yields, whilst the high oxides act explosively. Goldschmidt and Weil 
find that the yield can be much improved, without the reaction becoming explosive, 
if the lower oxides are used with the addition of a small amount of the higher oxides. 

The following arc some of the metals and alloys actually manufactured by this 
method, and on the market at present. 

(A) Metals. 

(i) Chromium.—“ Thermic” chromium has a purity of about 98-99 per cent.; the impurities 
consist of iron and silicon. It is a brittle metal, of melting point higher than that of platinum, but 
alloying easily ivith liquid steel, it is employed in the manufacture of steels with a high chromium 
content, mainly crucible-sfeel for the best grades of high-speed tool steel. It is also used in 
ordn.mce manufacture. 


* F. E. Weston and H. R. Ellis : ” Thermic Reactions in Vacuo,” Tinnsadiont of the Faraday 
Society, Vol. VI., 1910, pp. 144 et seij. 

^*.^',?^**^^** t “Reducing Action of Metallic Calcium and Calcium Hydride 

upon Metallic Oxides, Sulphides, and Halogen Salts,” Trantactiom of the Faraday Society, Vol. 
III., 1907, pp. 179;/jcj,. ^ 

'■* English Patent, 1906, No. 788. 

EttSlbh Patent, 1911, No. 153. For further particulars seethe present writer’s article on 
Hydrogen in “ Indu.strial Gases” (Crosby Lockwood, 1916). 
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(j) Molybdenum.—“Thermic” molybdenum has a purity of about 98-sp pei Cent., the 
impurities being similar to those in the case of chromium. It is used M lenderuig steel specmllf 
hard, and thus finds an application in the manufacture of tool steels. In this property it is ^ to 
be preferable to tungsten. ‘ ‘ Thermic molybdenum, being m fused lumps, docs not oxidise in the 
ail yke the ordinary powdered variety. 

(1) Manganese.—" Thermic ” manganese has a purity of 96-97 per cent. The chief 
are iron and silicon. It is very brittle, and fuses at a lower temperature [»rca y27 
chromium. It is used in the manufacture of very hard steel (12-14 P*t 
subjected to considerable strain, and also to alloy with other metals and alloys. It may 
in any amount to zinc-copper alloys, whose strength and other properties are thereby improved. It 
may, to alwut 2 j^er cent., be added to nickel castings to act as a deoxidising agent, whereby the 
density is increased, for which purpose its use dws not occasion the deleterious effects wmettmes pro¬ 
duced by magnesium, A very small proportion ol mangan^e is found to improve the colour of German 
silver, and is used with advantage as a deoxidising agent in the case of many other alloys, though it 
should not be employed with copper-tin alloys containing more than a very low percentage of tin. 

(B) Alloys. 

(1) Chromium-Molybdenum, 50 per rent. Cr, 50 per cent. Mo. 

(2) Chromium-Manganese, 30 per cent. Cr, 70 jxr cent. Mn. 

(3) Chromium-Nickel, 10 i*er cent. Cr, 90 per ren* Ni, and 50 Jier cent. Cr, 50 per cent. hi. 

(4) Chromium-Copper, 10 per cent. Cr. . , r 

The alloys of chromium with molyUlenum, manganese, and mtkel aie used in the m: nuiacture 
ofhard ateeis. Those wilh manganese and cojipei may be added widi atlvaiitage to coppei, and 
increase its elasticiiy. 

(5) Molybdenum-Nickel, 75 per cent. Mo, 25 per cent. Ni. 

(6) Feno-Molybdenum, 80 pet cent. Mo. 

Ferro-molybdenum may be used in place of molylxlenum in the manufacture of h.aru steel, and 
the price of the alloy is less per weight of molylidemim it contains ili.an that of the jiure metal. 
The molylxlemim-niekel alloy is used in the manufacture of .saws. 

(7) Ferro-Titanium, 23-25 jier cent. Ti, 70-72 jser cent. Fe, 5 per cent. Al. . 

This alloy is extensively used as a cleansing agent for all classes of steel. The presence of the 
small proportion of aluminium renders the alloy more soluble: moreover, t'le aluminium acts as a 
deoxidising agent, leaving the titanium free to remove nitrogen, and further, it produces a slag of 
aluminium titanale, which is more easily fusible than either alumina or titanic oxide. Steel treated 
with this alloy is rendered tougher and ilenser. 

(8) Ferro-Vanadium, 35 per cent. \ a, 1-2 per cent, impurity (Al anil Si). 

Added to mild steel, vanadium in sligiit amount considcralrly increases its elasticity. It may also 
be added to iron castings to render them tougher. 

(9) Ferro-Boron, 20-25 per cent. Ilo. . . , ■ r , 

This alloy added to steel acts in a somewhat similar way to carbon, but it is only infrequently 

employed. 

(10) Manganese-Copper (iron-free), 30 per cent. Mn. 

('ll) Manganese-Tin (lead-free), 50 jrer cent. Mn. 

(12) Manganese-Zinc (lead-free), 20 per cent. Mn. 

(13) Manganese-Titanium, 30-35 per cent. Ti. 

'These manganese alloys arc used in place of pure manganese in the manufacture ot non-jerrous 
alloys. In the preparation of those containing tin and zinc, the slag formed on the molten tin and 
zinc must be removed tiefore adding the manganese, and tlie charge kept heated for several hours. 
Manganese-titanium alloy is used for removing oxygen and nitrogen from copper alloys. 

In this connection may be mentioned the use of titanium “ thermit ” in foundry 
work. This preparation consists of ordinal^ “ thermit ” containing a small pro¬ 
portion of titanium oxide, and is put up in tins, through which are drilled a couple 
of holes, by means of which the tin can be fastened to a rod. ‘As soon as the 
molten metal is run from the furnace into the ladle, the tin of titanium “ thermit ” 
is plunged in and held at the bottom until the reaction is over.- The slag rises to 
the top, and can thus be easily removed. The effect of the treatmwt is to cleanse 
the metal from impurities, thus increasing its fluidity, and producing a finer and 
closer grain,;' moreover, the sulphur content is reduced. 


imptttitiet 
‘ C.)than 
ch may be 
be added 
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USES OF “THERMIT” AS A HEATING AGENT 

The uses of “thermit” as a heating agent are defined by the nature of the 
“ ihermit ” fire. As Goldschmidt has pointed out, “ thermit ” provides us with a 
fire differing in certain important respects from all other fires. In the first place, 
in the combustion of “thermit,” neither is air consumed nor is any gas evolved, aS 
in the case of the combustion of wood, coal, coal-gas, producer-gas, or petrol. 
The most important difference, however, is in the heat-density. The actual amount 
of heat obtainable from a given weight of “thermit” is considerably less than that 
obtainable from the same weight of anthracite; ^ but in the former case the wholeT)f 
this heat is, so to speak, obtained at once, since the reaction between aluminium 
and iron oxide takes a very small period of time from commencement to completion, 
even when the weight of material is very considerable. Indeed, in the combustion 
of “thermit,” a heat-density is produced not otherwise obtainable, the actual 
temperature being considerably above that of the electric furnace. Where a 
continuous heating effect rather than density of heat is the essential desideratum, 
“thermit” would be useless; thus it is not suitable for locomotive purposes, oi 
for cooking generally.- But where great density of heat is required, “thermit” is 
preferable to other sources of heat, because by its aid one can so readily produce 
an enormous temperature at a' moment’s notice. 

The chief uses of “thermit” as a source of heat are in the bnlt-welding o: 
pipes, and for reheating sluggish metal in foundry practice. 

For the latter purpose the “thermit” is matle up in tins, which are employed, wlien it i 
desired to reheat the n^ctal in the ladle, in a similar manner to that used in the case of tilaniur 
“thermit.” Tins of “thermit” may also be placed in the lisers of castings, and are fovm' 
particularly useful in making intricate castings, or those that are long and nanow ships’ stem 
and .stern po.sLs). Ip such c.iscs the tins should l)e built into the moulds. A pinch of ignitio 
powder is necess.nr)' to initiate the reaction in flie case of cast iron, hut i.s not required in the cas 
of steel. 

The !)Ult-weUiin^ of iron or steel pipes ^ is accomplished in the following manner:—The end 
of the pi])es to he welded together are surrounded by a suitable mould, into wliich the product 
of the “ thermit " reaction arc p^rretl. Welding temperature lieing reached, the ends of the pipe 
are pressed together by means of screws placed in position beforehand, h'or pipes not exccedinj 
i in. in thickness, special cast-iron moulds with handles have been designed, and can l>e used ove 
and over again: but for larger pipes it is advisable to use sheet-iron moulds (made in the shap 
of a horseshoe in two pieces) banked round with damp (but not wet) sand. Of course, if ih 
liqukl iron, formed hy the reaction, were allowed to come into contact with the pipes they wouk 
1)0 fused through, but it is found that the alumina sicqj, which flist i.ssucs from the crucible whe: 
the products of the “thermit” reaction are poured nut, solidifies on the surfaces of the pipes, Ihu 
forming a liighly refractoiy protective coating, through which the metal cannot penetrate. 

During the present war a deplorable application for the “ thermit ” fire ha 
been found in the construction of incendiary bombs—unfortunately, so man; 
scientific discoveries, which rightly applied are of the greatest utility to man, ma; 
be debased to vile ends. 

The “thermit” fire is peculiarly adapted for purposes of destruction, inasmuch as it is s 
difficult to extinguish. Fire may usually be extinguished (i.) either by cutting off the supply t 
oxygen (air) necessary to the combustion of the burning body, by means, for example, of blankets 
sand, carbon dio.xide, etc., or (ii.) by wetting the body with a non-inflammable liquid {e.g.y water 
which not only to some extent .screens it from the air, but, by extracting much of its hea' 
reduces its t'^mperature below .hat at which the combustion will take place. In the case of tb 
“thermit” fire, however, like that of gunpowder and similar mixtures, no external oxyge 
is needed for the combustion, hence screening it from the air is without effect, as is evidei 
from the equation representing the reaction, and Is demonstmted by the experiments of Weslo 
and Ellis mentioned above. Moreover, the temperature is sufficiently high to decompose wate 
with the evolution of hydrogen, which itself is highly inflammable— 

3Fe 4H2O = FA d- 4 Ha. 


^ Goldschmidt gives the following figures; i kilogram of “thermit” gives 450 cals 
I kilogram of anthracite gives 7,000 cals. 

® Asconcerns cooking, it may be mentioned that the “Deutsche Munitions und Waflenfabrik; 
of Karlsruhe, have constructed a cooking and roasting stove for camp cooking, 

’ English Patents, 1899, No. 18,328, and 1900, No. 20,894. 
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On the other hand, of course, the burning of objects set fire to \)y the “thermit*’ fire maybe 
extinguished in any way ordinarily applicable. 

The “ thermit ” incendiary bombs used by the Germans in their air raids over 
England are usually conical in shape, with a flat metallic cup, about lo in. in 
diameter, as base. On this is fitted a pierced metallic funnel filled with thermite, 
with a metallic cap and handle at the top. Generally some yellow phosphorus, 
which is not only highly inflammable, but generates nauseous fumes on combustion, 
is introduced at the base of the funnel. Outside the funnel is a padding of highly 
inflammable resinous material, which is bound on with rope, wires being fastened 
from the outer rim of the cap to that of the base to increase the stability of the 
bomb. The rope used is probably first treated so as to increase its inflammability. 
Occasionally celluloid chippings arc added, and more rarely a small amount of petrol.^ 

USES OF “THERMIT” AS A HEATING AGENT AND 
SOURCE OF MOLTEN STEEL 

Not only may the heat derived from the “thermit” reaction be utilised in 
welding, but the liquid steel produced at the same time may be employed to form 
a bulb around the joint, thereby greatly strengthening it. This method of welding, 
patented by Goldschmidt,- has been very extensively employed in the welding 
of tram-lines. 

The rails which arc lo be welded ))y this method should have no ))oU holes, and the ends 
should be undercut order to ensure a piopcr butt-weld. They must be brought into 

true alignment and clamped tiglttly together. The “ thermit ” is ignited in a crucible with a hole 
in the bottom fitted wiin a device for tapping. Moulds of sand of a loamy and plastic nature, 
mixed with quartz of not too closc-graincd or clayey a character, but as free, porous, and sharp 
as will permit of binding, are constructed so that the “thermit’* steel, which first issues from 
the crucible when it is tapped after the reaction is over, runs to the bottom C'f the rail, forming 
a metal bulb over the joint to about b.iif*way up the rail or more. The moulds must be thoroughly 
baked, coated with graphite, and the two sections carefully luted together. It is very essential 
that everything with which the products of the “thermit” reaction come ia*o contact should be 
thoroughly dry and warm. The molten metal, of course, mu«l not be allowed to come in contact 
with the top of the rail, which should be completely covered by the molten alumina wliich issues 
from the crucible after the metal has flowed out. When welding temperature has been reached 
the rails are pressed together by mean.s of damps placed in position beforehand. 

Third, or conductor, rails may also be similarly welded, or conduction may he ensured simply 
by welding a small bridge of “thermit ” metal on to the base of the rail. 

In the case of rails containing high percentage of carl)on a modified method of welding, known 
as the “Stelcop” (Steel-Copper) process, is employed. The main point in this process is that 
prior to welding, and after the rails have been placed in alignment, a thin copj^er-coated steel 
shim is introduced between the rail heads. The rail ends are, for welding by this process, not 
undercut, and the clamps are not screwed up after welding. The heal of tlie molten slag 
surrounding the rail heads melts out the copper and leaves them firmly welded together. 

Tests carried out on rails welded by means of “thermit” have proved 
eminently satisfactory. The following are given by the Manchester Corporation 
Tramways (29th November 1906):— 


Bending Tests 


Description. 

Span. 

Loads. 

Elastic Limit. 

Bending 

Moment. 

Solid rail. 

10 ft. 

28,200 

. 70,500 

Fishplate jointed rail - - - . 

“ Thermit ” jointed rail 

10 „ 

10,000 

25,000 

10 „ 

25,000 

62,500 

Solid rail. 

5 

74,000 

92,500 

“ Thermit” jointed rail 

6„ 

42,000 

63, cx » 


' Cf, “German Zeppelin Raids over Great Britain,” The Sphere, Vol. LXII., London, 1915 
(18th September), p, 296. 

’ * ^ngUsh Falent, 1901, No. 10,859, 
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Chemical Tests 


Ordinary Steel Kail. 

“Thermit” 

Weld. 

Drillings from I^il Head 
near Welded Joint. 

Drillings from Rail 
Head away from 
Welded Joint. 

Iron 

- qS .(;20 

Iron 

- 97-82 

Iron 

98. .5743 

Iron 

93-331 

Manganese 

0.1165 

Manganese 

- trace 

Manganese 

1,009 

Manganese • 

1-038 

Phosphorus 

- 0.042 

Phosphorus 

>» 

Phosphorus - 

0.067 

Phosphorus - 

0.065 

Sulphur 

0.054 

Sulphur - 

- 0.02 

Sulphur • 

0.059 

Sulphur 

0.058 

Silicon - 

- 0.021 

Silicon and In* 

Silicon - 

0.0027 

Silicon ' 

0.018 

Carbon - 

0.498 

soluble 

- 0.51 

C'arbon - 

O.4S8 

Carbon - 

0.490 

Arsenic 

- trace 

Carbon * 
Aluminium 

• 0. tl 
- i.48 

Thew analyses Indicate no alteration in the com* 
liosition of the steel in the rail head. 


Hardness Tests* 


. 

Welded Kail. 

Load on Die 

Length of Indentation Produced. 

in Tons. 



.Away from Joint. 

Close to Joint. 

0.25 

0.2C in. 

0.26 in. 

0.50 

0.,?2 „ 

0.32 ,, 

o .;5 

0-37 .. 

0.36 


Metal tested from head of rail. 


It is ck'itr from the rcsiilt-s of the hardness test that the subjection of the welded 
edges of the rail to tlic high temperature of the reaction had no injurious effect 
on the hardness of the rail. 

The liquid steel produced hy the “thermit” reaction may also be used in 
repair work of every character, not only in the case of small articles, but in that of 
the very large.st. Indeed, by the ignition of a couple of hundredweights of 
“thermit,” one may produce in a few moments a hundredweight of superheated 
mild steel; a quantity producible in so short a period of time by no other means. 
Crucibles, similar to those employed in the welding of tram lines, are employed, the 
details of the method depending, of course, on the type of repair to be effected. 
The process has been sanctioned by the British Corporation for the Survey and 
Registry of Shipping for repairs to fractured stern posts, rudder frames, and 
damages of a similar character. 'I'he results of the Corporation’s bending tests 
(July 1909) on “thermit” welded bars are here appended, and show that the 
welded bars were considerably stronger than an unwelded bar. 


’ The relative hardness was determined by measuring the lengths of indentations made by a 
hardened steel die with a curved edge struck to a radius of i in., and having a cutting edge whose 
angle was 50°. 
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In repair work it is frequently found advantageous to add a certain proportion 
of steel punchings to the “thermit”; this reduces the weight of “thermit” 
required (and hence the cost) and renders the action less violent. As to the 
chemical composition of the steel obtained from “ thermit,” the following figures 
are given by Messrs I’hermit Ltd.— 


Carbon 



0.05 per cent, to o.io per cent. 

Manganese - 

- 

- 

0.08 

JJ 

O.IO ,1 

Silicon 



0.09 


0.20 „ 

Sulphur 



0.03 

J» 

0.04 „ 

Phosphorus - 



0.04 

J) 

0-05 „ 

Aluminium - 



0.07 

11 

0.18 „ 


I’he figures of the Manchester Corporation Tramways for the weld in tram- 
rails, which differ slightly from these, have already been given. 


USES OF “THERMIT” SLAG 

In the slag from.the reaction of chromium “ ihcrmil,” minute red-coloured crystals are found, 
which must he regarded as rulnes, the ruhy consisting of nothing Imt alumina coloured by 
chromium. They are Loo small to he of any commercial value. 

Important commercial uses have, however, been found for the alumina which 
constitutes the slag formed in the reaction between aluminium and metallic oxides. 
The alumina thus obtained has been given the registered name “corubin.” 
Owing to its comparative freedom from other metallic oxides and absolutely 
anhydrous condition, it is harder than natural emery and is therefore found to be 
preferable to it for polishing purposes. Moreover, according to Dr Buchner of 
Mannheim, it is preferable to natural corundum' (which it resembles) in the 
manufacture of p'tttery, for which purpose it is mixed with clay and burned. It 
is claimed to be especially useful for making chemical apparatus which may be 
subjected to great changes in temperature without fracturing. 


Corundum is crystallised alumina containing traces of ferric oxide. 
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The calcatuous cements are compounds of calcium. They are divided into 
limes and cements accordioj; to their composition and behaviour towards water, but 
the division is only a matter of convenience, because they are all cements. The 
limes consist of more or less pure calcium oxide, CaO, and the cements consist 
of salts, such' as silicate.s and aluminates. Limes “ slake ” or crumble to powder, 
with more or less evol'Jtion of heat, when treated with a little water, the action 
being very energetic in the case of pure lime, and very slow in the case of hydraulic 
limes. Cements, on the other hand, do not slake when in contact with water, but 
“ set ” or solidify without any perceptible change of volume, and with little evolution 
of heat. The hydraulic limes also possess ’.he property of setting under water, but 
are distinguished from the cements by their power of slaking. The whole group of 
calcareous cements may be classified as follows:— 
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Limes. Cements. 

Common lime. Puzzuolanic and slag cements. 

Hydraulic limes. Natural cements. 

Portland cement. 

Plaster cements. 

ThU classification, however, can only be considered as approximate, because some of the 
classes merge into one another by imperceptible degrees. Thus, there are limes of every degree of 
hydraulicity between pure common hmc and the true hydraulic limes, and the latter gradually pass 
into the puzruolanic cements. Again, there is no hard and fast line lietween 1 ‘ortland cement and 
the natural cements, .some of the latter being known as natural Portland cements, on account of 
their similarity to the artificial product. 


COMMON limp: 

The chemical properties of common lime, CaO, are di.scussed under Calcium 
Salts, Vol. I., p. 341. tVe here deal solely with its manufacture and its use as 
regards the cement and mortar industry. The lime is obtained by calcining calcium 
carbonate, CaCOj, at a red heat, so as to drive off the water, which is generally 
present, and to expel the carbon dio.xide, CO.j. The reaction takes place according 
to the equation— 

CaCO., CaO I CO.k 

The calcium oxide thus obtained is known as quicklime, caustic lime, or 
common lime. On adding a little more than the correct amount of water (i8 
parts by weight of water to 56 parts by weight of pure calcium oxide) chemical com¬ 
bination takes place. Owing .to the heat of the reaction some of the water is expelled 
as steam, and the lime crumbles to a perfectly dry powder known as slaked lime, 
which consists of calcium hydrate, Ca(OH)._,— 

CaO I ILO = Ca(OU).. 

P'or the chemical properties of slaked lime, sec under ’Calcium Salts, 
Vol. 1 ., p. 341. 

Calcium carbonate occurs naturally in a number of forms, some of the best 
known being marble, limestone, and chalk, any of which will yield the oxide on 
calcination, for the chemical properties of calcium carbonate, see under 
Calcium Salts, Vol. I., p. 341. 

Marble. —White marble consists of nearly pure calcium carbonate, and therefore yields a very 
pure lime. It is, however, loo expensive to be used for the preparation of lime for ordinary pur¬ 
poses, and the lime produced is loo ricii to be usctl for building purposes, unless it be mixed with 
burnt clayey matter. 

Limestone. —Tliis is a very abundant, dense form of calcium carbonate, which is less pure 
than marble, and is sometimes very imj)urc. It usually contains free silica, aluminium silicate, 
and magnesium carbonate, ^^’hcn the stone contains 5 per cent, or more of the last mentioned 
constituent it is known as dolomitic limestone, and when the amount reaches 23 per cent, it is 
known as dolomite or mag;nesium limestone; as limes containing much magnesia, MgO, slake 
very imperfectly, dolomites are not used for the manufacture of lime except for special purposes, as 
for the linings of some furnaces. Those limes ■which contain much nluminium silicate arc used for 
the manufacture of hydraulic limes (which see, p. 82). 

Chalk .—This i.s very similar lo limestone, and varies in purity in the same manner. It is, 
however, much softer, and contains a considerable amount of water when quarried. The upper, or 
white, chalk yields a pure lime, whilst the lower, or grey, chalk yields a more or less hydraulic 
lime. 

Other Sources of Lime.— Amongst other malciials sea shells arc used as a source of lime. 
The waste shells from the oyster canning industry arc thus utilised at Ballimore and other places in 
Atnerica, and also in Holland. Tlie lime obtained from this source is too rich to be used for 
building purposes unless it be mixed with puziuolanic matter (see p. 83). A considerable amount 
of lime is obtained in India from deposits of impure calcium carbonate, known as kunkur or 
kankar, which is found in the alluvial soil of the plains. Alter burning, it is mixed with sand and 
water, and generally with a little molasses to form the rendering known in India aschunam. The 
only effeA df the molasses is apparently to retard the drying, which might otherwise become too 
rapid ^ a hot yli^te. 
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Lime Burning. —The raw material is calcined in kilns at a temperature of 
not less than 812° C. (For dissociative pressures of CaCOg see Vol. I., under 

Calcium Salts.) 

The operation is a simple one, as the burner lias only to expel the water and carbon dioxide, and 
there are therefore no complicated reactions involved. It is, however, necessary to remove the 
liroducts of decorajxjsition, because calcium carlmnate can lie fused without decomposition in an 
atmosphere of carbon dioxide, yielding a marble-like mass. The removal of the carbon dioxide is 
effectra by means of the natural draught of the kiln. The decomposition is facilitated in an atmos¬ 
phere of steam, as was first shown by Gay Lussac, and it is a common practice to inject water or 
steam into the kilns fur this purpise. Where this is not done, the lime burners often wet the material 
lieforc burning, and thus/obtain a certain amount of steam. The carbon dioxide produced during 
lime burning is usually wasted, although it is a valuable by-product. It is, however, sometimes 
utilised in condensing plants in Germany and the United States. See under COo Industry. 

Lime burning is a very ancient industry, the earliest form of kiln being probably 
a hole in the groutid in which the mixed raw material and fuel were placed and 
ignited, the process being an intermittent one. Matty forms of kiln for lime burning 
are in use at the present time, but they may all be classified under two beads : (i) 
intermittent kilns, in which the calcined charge is withdrawn when it is cold 
and the kiln restarted with a fresh charge, and (2) continuous or draw kilns, in 
w'hich the raw material is fed in at the 
top and the lime, is removed at the 
bottom, so that the process ’ is con¬ 
tinuous. Continuous kilns are sub¬ 
divided into two classes, stationary 
or vertical kilns, and rotaiy kilns. 

'I'he stationary continuous kilns may 
be of ihe mi.xed feed (running) or of 
the separate feed type. 

The flare kiln, which is shown 
in Fig. I, is a kiln of the first class. 

It is roughly egg-sflaped, and, with the 
exception of a space at the bottom, is 
filled with lunijis of limestone or chalk, 
supported on a roughly built arch of 
bigger lumps of the same material. 

'I'he fuel is burnt on fire-bars in the 
space at the bottom of the kiln, and 
the hot gases ascending through the mass of limestone convert it into quicklime. 
The kiln has to be emptied and recharged for each batch, so that the process is 
intermittent. 'I'he lime thus produced is known as flare lime. 

In its simplest form the kiln is built of the limestone ilself, but kilns of ihis type are often con¬ 
structed of briek or stone work, Ihe inside being generally lined with fire-bricks set in fire-clay. 
These kilns are usually either cylindric-al, with a Iruneatcd conical chimney, or they consist of two 
truncated cones placed base to base. The height of the kiln should be twice the largest diameler- 

The raw material may be supported upon an iron grating, as in the DepUnne K Donop’s kiln, 
and in some of the modern forms of this kiln producer-gas is u.sed as fuel, in which case it is usual 
to employ an annular kiln, the raw nuUerial Ixting placed in the central sjracc so that it may attain 
a fairly high tcmperalurc before being charged into the surrounding kiln. 

A modtr.i form of continuous running kiln consists of a cylindrical or conical 
shaft with side openings at the bottom. The raw material and fuel are charged in 
at the top, and the lime and ash removed through the openings at the bottom. 
The shaft is often more or less egg-shaped. 

The process is continuous, frcsli supplies of raw material and fuel being added at the top as the 
charce sinks, and the lime and ash being removed as they are formed. Other klln.s of this lyj)e are 
the Dietzsch kiln (see p. 104), and a modified form of the Aalborg; or Schofer kiln (see p. 105}. 

Vertical kilns with separate feed are used to a large extent, especially on the 
Continent and in America. 

The keystone lime-kiln shown consists of .a steel cylinder lined with fire-brick and resting 
on a heavy steel base. Heneath the cylinder is an inverted, truncated steel cone called the coolings 
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cone. The furnaces are carried on steel platforms which extend beyond the firing doors in order to 
give sufficient room for working. The cylinder is charged with the raw material and the flames 
from the furnaces are directed on to the stone through two large openings lined with fire-brick in 
the walls. After passing through the burning zone the lime falls into the cooling cone, from which 
it is withdrawn by means of draw-gales in the bottom. The healed air around the cooling cone 
passes into the aslipit under the grates, tints adding to the efficiency of the furnace, and sometimes a 
steam jet is placed in the hot air passage in order to provide forced draught. The Riidersdorf kiln* 
shown in section in Kig. 2 is a well-known kiln of this class. It is polygonal in plan and consists 
of a central shaft about 40 ft. high, Ui which the fire chamltcrs are connected by means of arched 
openings. This central sluifl is about to ft. in diameter al the widest part, just above the fire 
chambers, and tapers (iff alcove and below; at the top, where the raw material is added, it has a 
diameter of about 7 ft. Many modifications of ibis kiln are in ust*, Riimford's kiln being one of 




Fig. 2.—Riidersdorf Kiln. 


Fig. 3.—Fahnehgelm Kiln. 



the best known. In the most recent typt of this kiln, such as the Fahnehgelm kiln shown in 
section in Fig. 3, generators for producer-gas lake the place of the fireplace in the older form, and 
the shaft is provided with a conical chimney. Another gas-heated kiln of this type is Schmatolla’s 
kiln, which is shown in Fig. 4. It is a common practice in many parts of Kurope to burn bricks 
and lime in the same kiln. 

The Hoffman ring lgil« (see pp. 217 rt sf<j.) may be regarded as forming a connecting link 
between the intermediate and continuous types of kilns; because although it is continuous as a 
whole, each of the chambers into which it is divided acts as an intermittent kiln. ^ 

Rotary kilns similar to timse used for the manufacture of Portland cement (sec’p. 99), but worked 
al a lower temperature, arc also employed for burning lime. They cannot be used where the lime 
is required to l^ iu large lumps. 

During recent years a considerable amount of attention has been given to the 
production of a stable hydrated lime, several products of this nature having been 
on the market for some time. In some cases the lime is simply sprinkled with 
water^and the:^ ground, but in the more modern methods comparatively elaborate 
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processes of complete saturation wi 
employed. 

The Kritzer bydrator Is used for this 
purpose in some modern plants. This con¬ 
sists of six cylinders connected to a chimney 
which is water jacketed for 30 ft. so that 
the water becomes heated to about no“ F. 
by the hot gases. The burnt linte is fed 
into the cylinders, c.ach of which is pro¬ 
vided with a screw which conveys the material 
along in llie opposite direction to the gases, 
and is discharged in the hydrated state. 
It is finally screened and air separated. It 
is claimed that by using this process the 
plasticity of the lime particles is not inter- 
.fered with, and there is no risk of cr)stallisa- 
lion due to excessive heal. 

Relatively pure limes, which slake 
rapidly with a considerable evolution 
of heat, and yield a large volume of 
powder, are called fat or rich limes, 
whilst those which slake slowly and 
with little evolution of heat, yielding a 
comparatively small volume of powder, 
are called lean or poor limes. 

These poor limes do not “set” under 
water, and must therefore not he confounded 
with the hydraulic limes wliidi also slake 
slowly and with little change of volume, but 
which sooner or later set under water. The 
poor limes either contain too little clayey 
matter to form hydraultc limes, and too little 
calcium lime to make a good caustic lime, or 
they are “overhurnt” or “deadburnl.” A 
good sample of common lime should contain frt 
are some typical analy.*,es:— 


water followed by air separation are 



’ Fk;. 4.—Schmatolla’s Kiln. 


85-90 per cent, of calcium oxide. The following 


• 

BuxUm 

Building 

Blue Lias 

Dolomitic 


Jaime. 

Lime. 

IJme. 

Lime. 

Lime(CaO) .... 

98.72 

51.10 

63.43 

46.73 

Insoluble residue 


f 13.20 



Combined silica (SiO.,) 

1 0.71 

l lo.j 4 

14.17 

1 2.94 

Magnesia (MgO) 

0.46 

1.04 

1-54 

32.to 

Alumina (AlgOy) 




1 

Ferric oxide (Fe^O.,) - 

[■ 0.11 

1.64 

1 w./y 

1 2.34 

[ 1.90 

Sulphuric anhydride (SO.,) ■ 


0.21 

1,63 

0.92 

Carbonic anhydride (CO.,) - 


8.00 

3.64 

3.27 

Water ( 11 ^ 0 ) .... 



r 2.6 q 


Alkalis loss .... 


1 14.47 

i 1.38 

} h .65 


100.00 

100.00 

too. 00 



For building purposes lime is made into mortar (sec p. 117). In addition to this 
use, however, it is employed for softening water, as a dehydrant, in the defecation 
of sugar, and in all chemical industries where a cheap base is required. 


* Cmmt and Ensituering ffeuis, 1913, 25, 371 - 
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HYDRAULIC LIME 

Limes containing from about 15-30 per cent, of clayey matter (aluminium 
silicate) are called hydraulic limes, those containing over 20 per cent, being 
known as eminently hydraulic. 

When treated witli water tliese limes slake slowly and the incteiLSc in volume is .small. When a 
paste made from such a lime is immersed in water it sets after a few days and then slowly hardens 
to a stony consistency. It is because of this property of setting under water that these limes are 
known as hydraulic. If the amount of clayey matter is only-about S.I4 per cent, the lime is 
termed moderately hydraulic ; such limes slake rather more readily than the true hydraulic limes, 
and with a greater evolution of heat and a greater increase in volume; when made into a paste 
they set under water after two or three weeks, but never become very hard. 

These hydraulic limes owe their peculiar properties to the formation of calcium silicate.s, 
aluminates .and perhaps alumino-silicates during c.alcination. It Ls necessary that the silica in the 
raw materials should be in a stale of combination, preferably with alumina, because free silica, such 
as quart? and sand, does nut combine with lime at the comparatively low temperature of the kiln. 

A pure lime may be converted into a hydraulic lime by adding suitable 
substances containing naturally or artificially roasted silicates. 'Thus such materials 
as burnt clay, roasted shales and brick dust may be used for this purpose, but the 
most important substances employed for the purpose are naturally occurring siliceous 
materials of volcanic origin, such as puzzuolana, trass, and Santorin earth. 
Puzzuolana is a volcanic tufa found in various {xirts of Italy, including I’uzzuoli, 
near Naples, from which it derives its name. T'he colour varies from white to 
nearly black, and the composition is also very variable. Part of the silica is capable 
of readily combining with lime in the presence of water, forming a durable silicate. 
Trass is a similar material which is found in the Eifel district, on the west bank of 
the Rhine. It is largely u.sed in Holland. Santorin earth is also a volcanic ash 
which occurs in the island of Santoiin, in the Greek Archipelago. It contains a 
larger proportion of silica than puzzuolana or trass. 

Hydraulic limes are prepared in the same manner as common lime, l>ul limestone.'! containing 
siliceous and clayey matter are used for the raw material. Care must be esercised in the choice of 
kiln employed, because such clayey limestones readdy become partly itised and spoilt. The 
temperature must therefore be carefully regulated, and the kiln must be one which will permit of 
this regulation. 

Chaux de Theil— This eminently hydraulic lime has been very largely used 
by French engineers, especially for marine work, such as the harbours of Port Said 
and Suez. 

It contains abouf 62-65 pur cent, of calcium oxide, 15-22 per cent, of silica, 2.5 per cent, of 
alumina, 1.5 per cent, of magnesia, and small quantities of iron oxide, alkalis, etc. 

Grappier Cements or Ciment Grapier. —In France hydraulic limes are 
slaked at the lime works and then passed through sieves. The hard lumps (grafter) 
which are left on the sieve consist partly of still unchanged limestone and partly of 
calcium silicates, and perhaps alumino-silicates. They are collected and finely 
ground, the resulting cement being known as ciment gjapier in France and as 
grappier cements in England. 

The composition ind quality of these cements are very variable, for they depend upon the 
proportion in which the two kinds of material exi.st in the original lumps, the calcium carbonate 
being valueless as a cementing material. La farge cement is one of the best of these cements. 
The following analysis of a grappier cement is due to Le Chatelier. 

Analysis of a Samvle of Grapfier Cement. (Le Chatelier.) 


SiOp 

- 26.5 

Aljd, 

• 2*5 

Fc-A 

- *-5 

CaO - - - 

■ 63-0 

MgO - 

I.O 

Alkalis 

- n.d. 

SC, 

- 0.5 

COj and HjO 

5,0 


100.0 
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Scott’s Selenitic Cement (Scott’s Cement). —This cement is prepared from 
feebly hydraulic limes by the addition of plaster of Paris or sulphuric acid by 
adding 5 per cent, of ground plaster of Paris to the lime, and finely grinding the 
mixture. 

Sulphates have no effect upon pure lime; eminenlly hydraulic limes, however, are con.siderahly 
improved by this treatment, though the feebly hydraulic limes arc the best to employ for the 
preparation of selenitic cement. According to Schott's^ theory the gypsum in .solution is deposited 
upon the lime particles, thus retarding the access of water to the lime, so that tlie hydration of the 
latter takes place much more slowly tlmn it would otherwise do, and with but little evolution of 
heat or increase of volume. 

Selenitic cement, when prepared according to Scott’s process, has a warm buff 
colour, sets rapidly, and soon becomes hard. Although it is an improvement 
upon ordinary hydraulic lime, its use has not become general because it is un¬ 
suitable for work which is exposed to the weather, and especially to the action 
of salt water, and also because of the superior qualities of Portland cement. 


PUZZCTOLANIC AND SLAG CEMENTS 

Puzzuolanic cements- are prepared by mixing slaked lime with certain 
natural or artificial' burnt silioeous materials, and finely grinding the mixture. 
They are not burned at tiny stage of the process of manufacture, and are simply 
mechanical mixture,s. 

The ancient Roman cements belonged to this class, but tiie modern stecalled Roman cement 
(sec ]). S5) is of quite a diiferenl cliaractei. 

T'he most important naturally occurring siliceous substances used for this 
purpose are volcanic a.slics, such as puzzuolana, trass, and Santorin earth 
(see p. 83). Many 'artificial materials, such as burnt clay, may he used instead 
of these natural substances, btit by far the most important of these materials is 
blast furnace slag, and slag cement is therefore the most important cement 
of this clas-, at the present time. 

The slag., used for die pur|iosc of making cement are fusible silicales and aluminate, and 
perhaps alumino-silicales. tt.rnied by ilic rombinalion of die tluving materials with the gangue of 
the ore during iron smelting operations. The composition varies considerably so that all slags 
will trot serve fut die manufuclure of slag cernenl, Irul only those of certain lypes c.-in be employed 
for the purpose. Sl.aked lime may or iiray not be mixed with the ground slag, the fornrer being 
th older practice. 

In order to qtanufacture slag cement by the old method the slag must be 
granulated and dried, then mixed with the slaked lime and the mixture finely 
ground. 

Granulating the Slag.— This is usually carried out by allowing the molten 
slag as it issues from the furnace to fall into a rapidly running stream of cold 
water, by which means it is broken up into fine particle.s known as slag Sand 
and rendered hydraulic, and a part of the sulphur is removed as sulphuretted 
hydrogen. 

This sudden cooling of the slag is necessary because if the latter were allowed to cool slowly 
and then ground to powder by mechanical means, it would not possess such high hvdraulic 
properties as wlu n .uddenly chilled in water. 

■ Drying the Slag.— The w'et granulated slag must be thoroughly dried before 
grinding or mining with the lime. Various forms of drier are in use for this 
purpose. 

The Ruggles-Coles drier .shown in Fig. 5 consists of two concentric steel cylinders 
capable of revolving about tlieir slightly inclined common axis. The cylinders are connected at 
the middle by means of cast-iron arms, and at each end by means of adjustable arms. The inner 
cylinder projects beyond the outer at the upper end, and passes into a stationary air chamber which 
is connected to the hot air flue of the furnace. The lo .er end of the cylinder is also connected, 

^ .Schott, Dingier's FolylechniscltcJournal^ 1873, 159, 30. 
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by means of an opening in the bottom, to a second stationary air chamber, which is provided with a 
dampet in order to reguiate the temperature. The hot gases are drawn by means of an exhaust 
fan through the inner cylinder, then back through the annular space between the two cylinders, 
and finally through a flue leading to the exhaust fan, the direction of the current being shown in 
the figure by means of arrows. The wet granulated slag is charged through a shoot into the space 
between the cylinders, and as the latter revolves, it is carried around by means of scoops attached 
to the inner surface of the outer cylinder, and to the outer surface of the inner cylinder, and w 
dropped from the surface of one cylinder to that of the other, the process being repeated over and 
ov^ again as the material gradually descends to the lower end of the drier when it is discharged 
dry. The Holst drier consists of a cylinder in which a helical screw revolves on a hollow central 
shaft. The slag is automatically fed into the cylinder, and is slowly carried along by means of the 
revolving screw. The drier is heated by means of a fireplace Ireneath one end, and the hot^ gases 
pass under the cylinder to the other end, and then tlirough the hollow shift of the screw in the 
opposite direction to the slag to the stack. Similar driers arc shown under Manures, p. 35 - 



Mixing and Grinding.—The granul.ited and dried slag is now mixed with 
carefully slaked lime, the proportions taken depending upon the composition of the 
slag. The lime used is generally common lime, but hydraulic limes are employed 
at some American, French, and German works. The lime must be slaked and 
sieved before mixing with the slag, and all material which fails to pass through the 
sieve should be rejected. , 

In some works these lumps have Itcen ground and resieved, Itul this i.s Irad practice, because 
they either consist of inert matter which can only lie considered as an adulteration, or of unslaked 
lime, in which case they are actually harmful. 

The mixture is then ground to an impalpable powder. The usual practice is 
to pass the mixture of dried granulated slag and slaked lime into the mixer, from 
jvhich it is conveyed to the tube mills (p. 94) to be ground. 

At Vitry, in France, the slag is granulated by impinging a jet of wat^f against the molten 
slag as it issues from the furnace. The granulated slag is tlien dried and sieved, after which it 
is passed through .six grinding mills of different twes and again sieved, and is finally mixed and 
ground-with the slacked lime in ball mills. In Bosse & Woltei’s method of preparing slag 
cement, the grinding is carried out in a closed ball mill, called the Homogeniser, of the usual 
construction (see p. 94). The charge, consisting of one pan liy weight of dry slaked lime and 
three parts of dry granulated slag, is passed into the drum through a hollow trunnion. The 
aperture is then dosed, and the drum slowly rotated about its axis until the materials arc thoroughly 
mixed and ground, when a door in the outer lining is opened, and the finished cement ejected into 
bags or barrels. The cement does not need any further treatment, but is then ready for market. 

Passow’s slag cement, which was patented in 1901, is prepared by blowing 
air into the liquid slag as it issues from the blast furnace, by which means it is 
granulated. The material thus obtained is finely ground. Only very basic slags 
can be employed for this purpose. 

It is cUimed by Dr I’assow that the silicates are partially decomposed by this Treatment, part 
of the dicalcium silicate (xCaO.SiO.J being broken up in monocalcium silicate (CaO..SiOs) and 
free lime, and part into free lime and silica, according to the equations— 

(1) sCaO.SiOj = CaO.SiOa + CaO. 

(2) aCaO.SiOj = aCaO + SiOj. 

So that, according to the inventor, the resulting cement consists of a mixture of dicalcium nlicate,., 
monoctfbium 'silicate, free lime, and free silica, the part played by the alumina being entirely- 
overlqpked.. 
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A process of preparing cement has been devised by Snelus, in which the slag 
is calcined in a furnace after being granulated in the usual manner, by which means 
part of the calcium sulphide is oxidised to sulphate, and part decomposed with the 
evolution of sulphuretted hydrogen. 

Modifications of these processes are used at the present time for the preparation of slag 
cements, slags from either white or grey iron being employed for the purpose.- Instead of 
granulating the molten slag by letting it fall into water, it is oden spr.aycd with a solution of 
alum or outer salt, and then allow'ed to fall u(x>n rapidly rotating drums, the fine globules of slag 
which are thrown off by centrifugal force being cooled in air. The granulated slag is then finely 
ground in ball and tube mills (see ji. 94), a little lime and gypsum being added in order to regulate 
the .setting. A German cement, which is composted of 70 |)cr cent, of Portland cement (made from 
.slag and limestone) and 30 per cent, of granulated slag, is known as Eisen-Portland-Zenient, or 
Iron Potdand Cement. Highly Ijasic .slag.s are employed for its manufacture. 

Cements are also prepared from blast furmtcc slag by calcining an intimate mixture of the 
.slag and lime to incipient fusion, and finely grinding the clinker thus produced. These cements, 
however, although made from slag, are true I’ortltind cement (see p. 87), and cannot therefore be 
classed with the puzzuolana (tr shag cements. 

Puzzuolana or slag cemenls are generally a pale bluish grey in colour, but 
those made from slag may sometimes be brown on account of the presence of 
manganese in the slag. They contain a much smaller proportion of lime than 
does Portland cement. The specific gravity is low, never exceeding 2.8, and the 
tensile strength is considerably less than that of J’ortland cement. These cements 
are slow setting, generally taking at least five hours for the final set to take place, 
but they attain their greatest hardness in less than a year, sometimes, indeed, 
within the first month. 

The setting time cun lie huslened by the addition of piur.uolanic material':, such as burnt 
clay, or by adding cau.'.tic soda, pota.sh, common salt, etc., either in the form of an atpiemis solution 
or ill the dry stage, at any sta.gc of tiic process of manufacture. The latter method is due to 
Whiting (United .Slates-Patent, No. ,544,706, 1S95). 

They stand ihc boiling and steaming tests very well. These cements are 
excellent for subatjueous work such as sea walls. 


NATURAL CEMENTS 

The natural cement.s are obtained by burning naturally occurring clayey or 
argillaceous limestones, and finally grining the burnt material, a preliminary 
mixing and grinding sometimes being necessary belore burning. 

The finst of tlic natural cements was prepared by James Parker towards the end of the 
eighteenth century. It was known at first as Parker’s cement, but was afterwards called Roman 
cement, by which name it is still known. 

Roman cement is made from the septaria nodules found in the London 
clay Off the isle of Sheppey, and at other places along the Kentish coast. Later 
on similar nodules were obtained from the Hampshire coast, Harwich, Yarmouth, 
and other places. These septaria consist of an argillaceous limestone traversed 
by fissures filled with calcareous spar. The composition is very variable, the 
nodules from Sheppey and Harwich containing about 60 70 per cent, of calcium 
carbonate, 18-20 per cent, of silica, 6-10 per cent, of alumina and small amounts 
of magnesia and iron oxide. The nodules are first calcined at a temperature 
below the clinkering point in conical kilns, and the clinker thus obtained is then 
crushed and very finely ground, when it is ready for use. 

The cement clinker may be kept unchanged for a considerable time, but after it has once 
been ground it deteriorates rapialy in contact with moist air, and should therefore he used as soon 
as possible after manufacture. Medina cement is a variety of Roman cement which is made 
from a stone found in the Isle of Wight. 

Roman cement is reddish brown in colour. The specific gravity is about 
2.5-3. When mixed with water it sets very rapidly, a good neat cement taking 
about ten minutes to set in air, and from a quarter of an hour to an hour to set 
tinder water, but it does not become so hard and stony as Portland cement. 
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It is a good hydraulic cement, and, on account of its property of rapid setting, is very useful 
for the projection of slow-setting Portland cement concrete, etc., from the action of waves in marine 
work. For most purposes, however, it has been almost entirely superseded by Portland cement. 

Continental Natural Cements. —AUmt the same time that I’arker introduced his cement in 
England a French nrilitary engineer named Lc Saee prepared a similar material, which he named 
plaster cement, from the nodules found at HouTogne-sui-Mer. Tfiis cement must not be con¬ 
founded with the true pUislcr cements which consist of calcium sulphate {sec p. 113), as it was of 
practically the same composition as Parker’s Roman cement. Similar cements have since Ijeen 
})repared at Pouilly (1829), Vassy (i 830 > f^nd other places. These French quick-setting cements 
are prepared in much the same way as Roman cement, which they closely resemble. Vassy 
cement is very dark in colour on account of the large amount of iron which it contains, and is very 
(juick setting when frcsldy burned. 

In addition to these cements of the Roman cement type natural cements are also made in most 
Kuroj>ean countries from naturally occurring argillaceous limestone lock of very variable com¬ 
position. The Slone is burnt without any preliminary treatment, and llic resultant cement is 
consequently very variable in ctimposition and tjiialily. 1'hesc cements are known as natural 
Portlwd cements and resemble true Porllaml cement both chemically ami in physical properties. 
They are, however, of lower specific gravity (alx>ut 2.1-3.10), quick setting and Ic.ssstiong. 

The district of Tournai, in Helgiutn, is the most 
important centre of tins industry. True Portland 
cement is alsc) made fiom the same rock by add¬ 
ing the icquircd amount of limestone, calcining 
to incipicnljusion, and grinding the clinker thus 
oluained. 

American Natural Cements.— llefore the 
introduciion of the manufacluic of Portland 
cement these natural Cement.s weie of great im¬ 
portance in America, hut their manuracluic has 
to a large extent lallen oH. Tlic raw material 
from which they are made is a clayey limestone 
containing about 13-35 r of elaycy matter 
and known as cement rock. According to 
Cumming^s ' ibc American natural cements may 
be divided into iwo classes acroiding to wliclhcr 
they contain a picp<»n<leranre of Ihsihcatcs or of 
irisilicatcs. Those of the first class aie calcined 
at a higher lemjwalurt than those of the second 
class (which resemble Roman cement), and more 
or less ordinary limestone is generally added to 
the cement r(»ck lK*fore calcination. The cements 
of the first cla-ss are kmtwn in America ns natural 
Portland cement, i)ut the* term is inappropriate 
because llic compo.silion of Portland cement is 
practically the same whatever the raw materials 
from which it h made, so that when limestone is 
Flit. 6.—Cracker of the Coflee-Mill Type. added in order to bring about a correct composi- 
A ralnry fine crusher supplied by the StutUvant tion, a true Portland cement is obtained, and 
hnginttrhts Lo. Ltd., London. when no Hmcstone is added ihc rc.siilling cement 



usually contains from 10-15 per cent. Jess lime than does modern Portland cement. Of the 
cement.s of the second, or irisilicaie, clas.s, the best known i.s Roseodale cement. The raw 
material from which this cement is made is an argillaceous magnesium limestone which extends 
along the Appalachian range. The stone is blasted and conveyed m trucks to the continuous 
draw-kilns, which are charged with alternate layers of the cement rock and small coal; a portion 
of the charge is withdrawn every twelve hours, and fresh layers of stone and fuel added as the charge 
descends the kiln. The burnt stone is caiefully picked over and any underhurnl lumps returned to 
the kiln. The properly calcined material is broken up into small pieces about the size of a hazel nut 
in rotary mills of the coffee-mill type, known as crackers, such as that showm in Fig. 6, and then 
ground to such a degree of fineness that about 95 per cent, will pass through a sieve containing 2,500 
meshes per square inch. The cement is finally packed in paper-lined casks, when it is ready for use. 

Rosendale cement contains a large amount of magnesia, whilst the silida and alumina are 
comparatively low. Thus, samples of thi.s cement contain from about 15-18 per cent, of magnesia, 
about 18-25 per cent, of silica and about 2-4 per cent, of alumina. According to Gillmore^ 
the average tensile strength of the neat cement is 104 lbs, per scpiare inch after seven days, and the 
average crushing strength after the same period is 546 lbs. per srjuare inch. 

LouitTiUe cement is made from the cement rock obtained at Louisville, in Kentucky. It is 


^ Cummings, “American Cements,” 1898. 

^ Gil^more, “ Prac. Treatise on Limes, Hyd. Cements, and Mortars,” 1874. 
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similar to Rosendale cement, but contains less magnesia, averaging about 9 or loper cent, of this 
constituent. With the exception of the temperature of calcination, the method of manufacture of 
all the American natural cements follows much the samecoune as that of the Rosendale cement. 


PORTLAND CEMENT 

Portland cement was first made by Joseph Aspdin (Patent No. 5,022, 1824), 
a bricklayer of Leeds, who gave it the somewhat misleading name by which it is 



still known, probably from a fancied resemblance to Portland stone. The cement 
was originally prepared by lightly calcining a mixture of lime and clay, and grinding 
the product, and it was therefore a very different material from that made at the 
present time. The manufacture of this cement has been developed by a large 
number ot investigators, and is at the present time by far the most important of the 
hydraulic limes and cements, its superiority over all the others, both as regards 
strength and durability, having led to its use becoming greatly extended. This 
cement is the finely pulverised product obtained by heating an intimate mixture of 
calcareous and argillaceous materials to incipient fusion, and grinding the resulting 
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clinker. There is a very wide range of raw materials available for this purpose, 
such as limestone, chalk, cement rock, marls, clay, shale, slate, blast furnace slag 
and so forth. The proportion of the materials taken must, however, be so adjusted 
as to yield a mixture containing about 75 per cent, of calcium carbonate and 25 per 
cent, of aluminium silicates and free silica. 

Mixings the Raw Materials. —The raw materials must not only be mixed 
in the correct proportions, but the mixture must also be uniform and in a fine state 
of division. This is brought about by one of three systems known as the wet, 
semi-wet, and dry processes. 

The Wet Process. —This is the original process, and is now almost obsolete. 
It is, however, still used at some works which employ soft, wet, raw materials, such 



Fig. 8. —Wet Edge-Kunner. 


as chalk and river mud or clay. The materials, without any previous drying, are 
mixed in the proper proportions with a sufficient quantity of water, and reduced to 
a fine mud, called the slip or slurry, which contains about 80 per cent, of water. 

■ This mixing is usually carried out in a wash mill. 

This consists, as shown in Fig. 7, of a circular or octagonal brickwork (or concrete) tank, at 
the bottom of which is a short central pier supporting a vertical shaft. This shaft is rotated by 
means of a pair of bevel wheels, and carries radial arms from which are suspended iron or steel 
■ harrow frames, joined together by means of tie-rods, and carrying the steel tines. Finally, there are 
outlets fitted with gratings or sieves for the passage of the slurry at intervals around the cireum- 
ferenpe of the tank, A modern mill of this type usually has a diameter of i^hout 15 ft., and the 
harrows perform twenty-four revolutions per minute. In a less common type of wash mill the 
throws are held in frames which are secured to the central shaft. The raw materials are usually 
(Charged into the mill from skips or tipping waggons, and the water is run in through a pipe. 

After hasdng ^en churned to the correct consistency, the slurry is run off through: 
the granrigs 6r sieves into troughs leading to large reservoirs or backs, wher? it is 
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allowed to settle, a process talcing some weeks. The water is got rid of partly by 
. soaking a way through the soil, partly by an evaporation, but mainly by drawing off 
the clear supernatant liquid at intervals through a perforated board, known as the 
peg-board. When the slurry has become sufficiently dry it is dug out from the 
backs and dried ready for the kilns. 

In modern pracdcc the waste heat from.the kilns is used to dry the .slurry for the next charge. 
When the wet process is used on the Continent the sluiry is left in the backs until it is stiff enough 
to be jtiugged and made into bricks, and the latter are dtied in tunnel driers (see p. 213). 

The Semi-wet Process. —In this process, which i.s also known as the semi¬ 
dry or GorchEin process, the slurry only contains about 40 per cent, of water, 
and is therefore known as thick slurry ; it is, however, sufficiently wet to allow of 
its being pumped. 

^ This method has )>een in use for over a century at Meudon, near Pari.s, for the preparation of 
hydraulic lime, hut was only introduced into this country by Goreham in 1870. In America, 
where the old wet process h.is .scarcely ever been employed, this method is known as the “wet” 
process, the term “semi-wet ” or “semi-dry” not being used in that country. 

Wash mills are employed in the semi-wet process as in the original method, but 
the final reduction is usually carried out in mills of other types. Backs are not 
required, as the slurry passes at once to the kilns. Sometimes, especially when one 
of the raw materials is much harder than the other, a separate wash mill is employed 
for each ingredient, and frequently the harder substance is ground in a wet edge- 
runner, or more usually in a ball mill. If both materials are of a hard nature they 
are both submitted to this treatment. 

The wet edg;e*runner, shown in 8, condsis of a brickwork or concrete pit, the bottom of 
which is laid with thick, chilled cast-iron jdates. A veiticul shaft at the centre ot the pit is rotated 
by means of bevel whecU, and carries the two runners, each of winch consists of a lieavy cast-iron 
boss, to which the chilled inm or mangancsi.* steel tyre is seemed by means of liolts. The runners 
fire carried on tiic pins of two crunks, .so that they Imve indci)cndent vertical motion, thus diminishing 
the strain on the ceiitwl shaft. The slurry is di>charged through coarse grids, fixed at tlie circum¬ 
ference of the (wns. Ball mills for wet grinding are very siinilur to those used for dry grinding 
(see p. 93). They arc discussed under Manures, i>p. 24, 25, ljut tliey arc not provided with 
sieves. 

As there is no separation of the large particles by subsidence in the sembwet 
process, the slurry is not usually sufficiently ground as it comes from the wash mills 
to pass at once to the kilns. It is therefore conveyed by means of a scoop wheel 
or belt elevator to a small feeding tank, from which it passes to the wet mills, 
which are cither mills of the ordinary flour-mill ty|xj fitted with French burr stones, 
or tube mills. 

In the modem type of mill with stone.s the lower stone is the runner, and the upper stone is 
fixed. Sometimes rock enicjy i.s used instead of burr stone for the face, and in some cases chilled 
iron facings arc employed. Tube mills (p. 93) arc largely used for w'et grinding on the Continent, 
and also m America, and Lhcir use is spreading in this country. When lube mills are used, the 
product has to be reground in anotlier mill. In order to avoid the use of these finishing mills, 
recourse is sometimes had to various expedients. Thus, in some works, a series of wash mills is 
employed, and in others some form of .sieve is used. In Margett’s process the slurry escapes from 
the wash mill through an iron plate perforated with circular holes I in. in diameter, and is then 
passed through a rotating sieve. This sieve is shaped like an inverted pyramid, and contains from 
400-900 meshes square inch. As the slurry travels up the sides of the sieve the finer particles ’ 
pass through the meshes and flow away to the pumps, whilst the coarser particles are driven upwards 
and over the outer edge of the sieve into an annular channel, from which they arc returned to the 
wash null. Very fine slurry is obtained by this method, and the sieve requires very little power. 

more recent sifting device is Clarke’s mill, which is shown in Fig. 9. This mill is provided 
with R brush fastened to a rapidly rotating iron plate. The slurry i.s fed into the tank at the top, 
after passing through a perforated plate which prevents any large pieces of material from entciing 
the mill, and is thrown by the centrifugal action of the brushes against the periphery of the tank, 
where the finer portion pa^es out through a number of sieves into an annular trough from which it 
is conveyed to the mixing tank, while the coarse particles are swept away from the sieves by the 
reyolinng brush, and are discharged through an openir^ near the liottom.of the tank tack to the 
grinding mill. As in the case of Margell’s sieve, very little power is required to drive this mill. 
The wash mill is not often used in America, the mixing being usually carried out in heavy edge- 
runners, and the fine grinding in tube mills. 
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Fic;, 9.—ClarUe*s Mill. 
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The finished slurry is usually run into tanks called mixers, where it is kept 
stirred, in order to keep the composition constant, until wanted. The slurry in the 
mixer is tested, and if the proportions are found not to be correct the required 
addition is made from one of two smaller tanks, one of which contains a slurry 
made entirely from chalk, whilst the other contains a .slurry of clay. 

A good type of mixer is sliown in Kig. to. This consists of a brickwork trr concrete tank con¬ 
taining three stirrers, the arms of wliicfi rotate at difterent levels. Some large mixers are circular 
in plan, and the stirring ajiparatu.s is arranger! on the sun and planet system. Compressed air has 
been recently introduced for stirring the slurry in the mixers. In this case the latter consist of large 
circular iron tanks which arc funnel .shaped at the bottom. Through the bottom of each tank jrass 



several iron pipes about 1^-2 in. in diameter, which arc connected with the compressed air 
chamber. On admitting the compressed air the contents of the tank begin to “ boil,” and become 
very thoroughly mixed. 

Ram pumps of the three-throw type ? e usually employed for pumping the 
fine slurry from the mixers to the kiln, or to the drying floors if it is to be formed 
into bricks. Sometimes, however, worm conveyers are used for this purpose, 
especially on the Continent. 
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The Process. —This process was originated in England for the purposi 
of dealing with limestones and shales of the Lias formation, but its greatest develop 
tnent has been made abroad, and especially in America. The process is principal!’ 
employed where hard materials such as limestone, shale, and slate are used, but it ii 
also applicable to soft materials. In this process it is necessary to crush and dri 
the raw materials before passing them on to the mixer, as they must not contain mon 
than 2 per cent, of water or the mills will become clogged. 

Crushing'. —Whenever possible, the crushing is carried out before drying 
because this facilitates the latter process, but very wet, soft, materials have to b< 
dried first and crushed afterwards. The type of crusher used depends pripcijiallj 
iipon the cliafacter of the raw material. If the latter be hard and fairly dry it» 
usually crushed to about the size of a walnut, either in a machine of the swingjam 
Stonebreaker type or in a gyratory crusher, whilst if it be soft and moist it h 
usual to employ a rotary crusher of the coffee-mill (see Fig. 6) type or else a 
aiill with toothed hedgehog rolls. 

, The swing-jaw slonehrcaker iii the oldest type of crusher, and most of the forms at preseni 
in use are modifications of the Blake's stonebreaker shown in secticjn in Fig. ii. In this 
crusher, one of the jaws a is fixed witilst the other i is hinged; i^olii jaws arc faced with 
grooved plates of chilled iron or manganese steel J and k* K-, ami the hinged jaw is caused 

to swing backwards and hu wauls through a 
very small aic by means of a pitman i», 
which is alternately raised and lowered as 
the eccentric shaft !■: rotates. The size ol 
the crushed inalcnal is regulated by railings 
tir lowering (lie wedge t, and the return of 
the swing-jaw by the diawhack motion, 
■'» T. t 1 V. In another design of 
this crusher, the Blake-Marsden “fric- 
Uonless lever” crusher, the movahlc jaw 
i'. swung by means of a pitman and rocking 
lever. In another t)pe of jaw crusher tht 
movable jaw is worked by means of a 
lever and cam. The Wheeling Mould and 
Foundiy ('o. have recently introduced a 
modified swing* jaw crusher called the 
Wheeling forced feed crusher, in which 
a rolling motion is imparted to the jaws, 
thus increasing the crushing power and out- 
FlO. II,—Section of Broadbent’s Improved put- Gyratory crushers are generally used 

Blake Stonebreaker. America, but are nut so popular in this 

country. A .sectional perspective view ol 
Hadfield’s gyratory crusher is shown 
in Fjg. 12. This crusher consists of a hoj)|H.'r-shaped shell n, beneath which is an inverted 
cone A. supported on a ca.siing which also carries the driving machinery. The cru.shing 
cone K is attached to llic hollow .shaft T, which is supjxirlcd on the sp’ndle i by means of 
the ball and socket arrangement p, 12. The crushing cone is caused to gyrate by means of a 
bevel wheel with an eccentric boss g. The cone mantle s and the plate o wliich line the 
shell N are made of manganese steel. The stone is fed into the hopper where it is crushed by 
the gyrating cone, and. then drops into the invertetl cone a, from wdiich it escapes from the 
crasher. The size of the product can be regulated by raising or lowering the central .spindle I 
' by means of a worm and worm-wheel at the Iwttom of the machine. Kolary crushers or CTftckers 
of {he coffee-mill type (see Fig. 6) are sometimes employed for crushing comparatively soft materials 
and also for reducing the size of the lumps of hard material as it comes from the more powerful 
crashers descr-bed above, but their use is not at all general in the manufacture of Portland cement. 
The most suitable mills for crushing soft materials are those with toothed rolls such as that shown 
in Fig. 13. This mill has two hedgehog rollers placed opposite one another; one of these is 
supported by sliding bearings in order that the distance between the rolls may be fegufated. The 
size of the teeth used depends partly upon the character of the material to be dealt with and 
partly upon the size of the product. 

Drying the Raw Materials. —At the present time rotary driers are 
alpiost untveraally employed., The simplest form of rotary drier is described under 
Manures (see p. 35). 

The Shtjcgtes-Coles drier, which is used to a large extent, is described on p. 84. When 
rotary (see p' are employed the waste gases from the It^tter arc generally used to heat the 
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^ri«rs instead of employing a separate furnace. Taking advantige.of the hoi dry atmos^ere, tbC' 
Californian I'oitland Cement Co. dry their wet day without any utliSckl iid. Daring lie 
summer the day is ploughed up in patches and left to dry, after which it is brought to the works 
rail and stored in bins. 

Grinding^’—The crushed and dried material is next submitted to fine grinding, 
the usual modern practice being either to submit the material to a preliminary 
grinding in mills of various types, and then to finish pulverising the grit thus obtained 
in finishing mills, or to complete the grinding in a single operation and to pass the 
grit through sieves. 

,, Edge-Ruontfs (see fig. 8) are aometimes employed for preUminary reduction, iHe type .inost 
frequently used in the dry process having a rotating pan. 



Fig. 12.—Hadfield’s Gyratory Crusher. 


Wh^n edge*runners are not followed 1.^ finishing millsy the ground material is passed through 
sieves or air separators (see p. 28), the coarser particles being returned to the mill for further 
reduction. 

Soft lumpy materiah such as clay, is sometimes submitted to a preliminary reduction in 
machines of quite a diflerent type. Bar disintegrators, described under Manures, p. 26, 
are in use. A machine which is capable of dealing with harder materials is the Jeffrey pulveriser 
Jn which the material to be ground is carried around by a spider, to which the hammers are 
attached, and crushed against the breaking plate until it is sufficiently reduced to pass through 
the grating at the iiottom of the machine. Sometimes a roller mill is employed as an inter* 
mediary grinder between tlie edge-runner and the Br ibing mill. These mills are furnished with 
feed rolls which deliver the material at a uniform rate to the grinding rolls. 

The boll mill was first introduced in Germany, and was originally intended for fine grinding, for 
which purpose it has not proved perfectly satisfactory, as it does not produce a sufficient quantity of 
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very fine flour. It is, however, one of the best mills for primary reduction of the crushed material, 
and will probably supersede most of the other types of mill at present in use for this purjxise. 

Ball mills vary considerably in constructional details, but the principle has been explained on 
p. 24 under Artificial Manures, the Abb 4 ball mill being there described. Tne Krupp 
ball mill, sho\vn in Fig. 14, has a circular drum composed of two wrought-iron side plates carried 
on a horizontal shaft. The inner circumference of the drum is built up of perforated plates of 
tough cast steel arranged so as to form steps. A perforated steel plate surrounds these grinding 
plates, forming a coarse sieve, outside whicli there is a fine sie\'e of brass or steel wire, the whole 
being enclosed in a sheet-iron case. The drum is charged with forged steel halls, and the material, 
which is fed in lhn>ugii a hopper at tiie side of the drum, is crushed by the balls which fall from step 
to step as the drum rotates. The ground materia) passes through the holes in the grinding plates 
on to the coarse sieve, which retains the laigcr particles, and allow’s the finer portion to pass 
through to the fine sieve, wlicre the same process is repatted. The portion whicli succeeds in 
passing all the sieves then fulls into the iron casing and is removed, whilst the coarser particles 
retained by the fine or coarse sieves are returned lo the interior of the drum, where they are further 
reduced. The Jenisch ball mill, made by Messrs Jenisch & Lohnert, is very similar to the 
foregoing, but the fine sieves form the .sides of .a polygon. In the Kominor mill the grinding 



Fig. 13.—Roller Mill with Toothed Rolls. 


plates are not perforated. The material is fed in through a hopper at the side, and, after traversing 
the drum, passes through three ports in the op^x>siie side to the coarse and fine sieves, which form 
the frustum of a cone. The finer portion e.scape.s, as in the ordinary ball mill, but the coarser 
particles are returned through shoots into the arum, which they have to retraverse before they 
again reach the sieves. This mill is a considerable improvement on the ordinary ball mill because 
the^ material receives a much more thorough grinding between each sifting. One disadvantage 
which this mill shares with the ordinary l^al! mill is that it is necessary to remove the sieves and 
screens whenever the grinding plates have to be inspected, changed, or repaired. This difficulty is 
obviated in an improved form called the Kominor FasU mill, in which the coarse and fine sieves 
are in the form of concentric cylinders. Another mill of a somewhat similar t)pe is the cementor. 
Some ball mill.s, such as the Molitor boll mill, are made without the fine sieves. ^ In this mill the 
ground material is discharged through gratings between the steps. The MoUtor ball tute mill 
is a short tube mill vvhicli is lined w'itii steel step plates in a similar manner to that of the ordinary 
ball mil!. The material is fed into the mill through one of the trunnions, which are hollow, and 
discharged at the other end on to a screen surrounded by a dust casing, into which the fine portion 
passes, whilst the coarse particles retained b)| the screen are returned to the drum. Short tube mills 
(galled crushiog tube mills or pregrit mills are sometimes used instead of ball mills for the 
preliminary reduction of the material. Krupp^ pregrit mill is of this type. It consists of a 
short wrougbt-itOD tube lined with steel plates and charged with steel balls. The material is 
fed in at one end and discharged at the other, through the hollow trunnions. The sieveless ball 
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mill may also be used for grinding raw materials, in which case the use of a coarse and fine mill 
is avoided. 

Various kinds of centrifugal roller mills are used for grinding the raw- 
materials. In most cases the grinding is completed in one stage, the mill thus 
taking the place of the combined ball and tube mills. 



The Griffin mill, which is manufactured by the Bradley Pulverizer Co., is shown in section 
in Fig. 15. In this mill the roll 31 is atUached to the shaft i, suspended from the universal 
joint 9, which is connected to the horizontal driving pulley 17 by means of sliding bearings. 
The grinding chamber, in which the roll swings and rotates, consists of a l>ase pan 24 containing a 
grinding ring, and a sieve frame 44 carrying a cylindrical sieve .surrounded by a sheet-iron dust 
casing. Attached to the top of the sieve frame there is a conical shield 25 through which the 
shaft passes. The raw material is fed into the hopper 50 and is conveyed by means of the v/orm 
49 into the base pan, where it is ploughed up by the ^hoes or ploughs attached to the bottom of 
the roll, and ground between the latter and the grinding ring. The finer particles are winnowed 
by the fans 7 and, after passing through the sieve, fall into a receptacle below, from which they 
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are removed by means of a worm conveyer. A larger and more powerful form of this mill is 
knoyim as the g^nt Griffin. The Bradley three*roll mill is described on p« 26, under 
Manures. 

In the Kent mill, the Maxecon mill, and the Sturterant ring;-roller mill, the grinding 
pressure is produced by means of powerful springs; the lasl-nanieit! mill is described under Manures 
on p. 25. 

In the case of all these mills, the ground material must either be further reduced in a finishing 
mill or pwsed through a separate sifting device, and the coarser particles returned to the mill for 
further grinding. The Roulette mill, svliich is showm in Fig. 16, is a centrifugal roller mill o'" a 
different type, in which the rollers are replaced by balls. These balls 8 are driven by the lugs 7 
of the driving disc 6 around the grinding ring, which is made in two parts 9 and xo. The material 



Fig. 15.—Section of Griffin Mill. 


[$ fed by means of the automatic feed 31 through the shoot $2 into the mil! and ground between 
[he balls and the grinding ring. The spider 3, attached to the shaft 2, carries the blades 4 and 5, 
which form a fan and throw the ground material against the coarse sieve ii, thus separating the 
:oarser particles. The material is then sifted by the fine sieve I2. The coarse particles retained 
by the sieves fall back and are reground, whilst the fine meal passes through the hollow 
standards into the receptacle below, and is finally removed by a worm conveyer. One of the latest 
mills used in the cement industry is the Fuller Lehig^h null. This is also a centrifugal mill in 
which balls are used instead of rollers. It is sometimes used for both fine and coarse grinding, 
3Ut the manufacturers only recommend it for the former. 

,By far the most common form of finishing mill at the present time is the tube 
oAiil, which was, introduced ipto the cement industry about 1895. This is 
lescribed under Manures on p. 24. Among the types used in the cement 
ndustry triay bc mentioned the Davidsen tube mill, Kruoo’s tube mill. and. 










Fig, i6 .—The Roulette Mill. 


the Lenix drive a weighted jockey pulley causes the driving belt to pass around 
nearly three-quarters of the circumference of the small pulley on the driving shaft. 

Compound mills:, in which the ball mill is combined with the tube mill, are 
also employed. 
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Lohnert's compound mill is shown in Figs. 17, 18. The material, reduced to about the size of 
a hazel nut, is fed in through the hollow trunnion at the Itall mill end, which is lined with stepped 
grinding plates and charged with steel balls. The coarsely ground material then passes through the 
ports to the coarse .screen, where the larger particles are returned to he further reduced, and the 
remainder passe.s through to the cylindrical fine screen enclo.sed in a steel casing arranged con¬ 
centrically with the drum. The portion which passes through this screen is conveyed by means 
of shoots to the central opening of a diaphragm placed Iretween the two sections of the mill into 
the tube mill portion, where it is reduced to fine flour, and discharged through openings in the end 
plate into the dust casing. The tube mill portion is lined with plain steel plates, and is supported 
at the dhscharge end by means of a tyre bearing on friction rollers. The mill is rotated by means 
of a spur wheel attached to the end plate at the feed end. The solo mill made by Me.ssrs Folysius 
is somewhat similar in principle. 

In suitable cases, as when the raw materials are fairly pure and of regular 
composition, they are mi.xed in the required proportions after drying and ground 



Fig. t;.—I.iihnert’s Compound Mill—External View. 



Fig. 18.—Lohnert’s Compound Mill—Section. 


together. In most cases, however, the materials are passed separately through 
the coarse grinding stage and stored in separate bins, from which they are 
withdrawn by means of worm.s, weighed in automatic weighing machines, and 
discharged into a conveyer which mixes and carries the mixture to the 
finishing mills. The finely ground material from the finishing mills is technically 
known as raw flour, raw meal, or compo. It is conveyed to the storage bins 
or silos by means of spiral or other conveyers, and is tested’ on its way for 
fineness and composition, the necessary corrections being made in the latter if 
required. 

In order to render the composition uniform the contents of the silo are kept stirred by means 
of some mixing device. The silo shown in Fig. 19 consists of a shell with a hopper-shaped bottom. 
The material is fed into the cell by means of a worm conveyer situated at the top, distributed by 
means of rollers along the trough of a .second spiral conveyer situ.ited at the bottom of the silo, and 
then letafned to the upper conveyer by means of an elevator, the process being continued over 
and bvtif again. 
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When rotary kilns (see p. too) are employed the dry raw flour is conveyed 
direct to the small storage bins which supply the kilns, but where stationary kilns 
(sec p. ro3) are used the raw flour from the mixing silos is made into briquettes. 

In one method of bri([iielting the flour is conveyed from the silos to a pug mill, where it is 
ground up into a very slid paste containing about 18-25 1^*” cent, of water, and as it leaves the 
mill the paste is cut oft' into bliort lengths by means of wires, and 
moulded in a plastic brick-making machine, one of which Ls shown 
in Fig. 20. The briquettes thus obUiinwl are dried, generally by the 
waste heal from the kilns or in tunnel driers. In the latter methtxl, 
which i.s chiefly used on the ('ontinent, the bricks are stacked on 
waggons and slowly conveyed through tunnels from 100-120 fr. 
in length, through which a large volume of hot air is passed in the 
opposite direction to the waggons (see p. 213). 

In another method of l)riquclting the flour is convcrtc<l into a 
much drier paste containing about 8-10 per cent, of water, and this is 
made into bricks by stamping or pressing, in .special briquette-making 
machines, such as those (lL“-cribed in Vo). I,, p. 22, under Briquette 
Making. Among maciiines used in the cement industry may be 
mentioned the President Dry Press and the Eggette moulding 
machint. The Litter poiduces spherical bU»cks. 

Sometimes the raw material ami fuel {usually coke bree/e) are 
mixed together and formed into brujuelles. In some cases a little bme 
is added to lla* r.isv material in order le» increase its binding power, 
ami natural cement has nl.so bt*en used for this purpose in America. 

.Sometimes a combination of the wet and dry processes is employed, 
a dry flour being jircfxued from the liard material and a wet slmiy 
from the soft. 'I’he two materials are then mixed in the correct pmpor* 
iton in a pug mill and made into briiiuelles. 

Burning to Clinker. -The mixed dry raw materials 19 -Gibing Silu. 
are now heated to the poinl of incipient fusion (/>., almost 
to white heat) in kitas. The modern kilns employed for this purpose vary con- 
siderablv, hut they may he classified under two heads, rotary and stationary 




hilt. 20.—I’lastic Brick-Making Machine. 


■or vertical kilns. The latter are usually of the contimious type, but stationary 
intermittent kilns are still used in some old works. The rotary kiln is the most 
popular type at the present time, and will therefore be described first. 


THE ROTARY KILN 

The rotary kiln is the most modern form of cenient kiln and also the most 
popular, especially in .America, where it is rapidly becoming universal. It consists 
essentially of a steel cylinder, lined with fire-brick, which is capable of being slowly 
rotated about an axis slightly inclined to the hori/.ontal. The raw material is fed 
‘in at the upper end, and the fuel and air are injected at the lower end. The burnt 
clinker is also discharged at the lowp end. Th_ raw material may be prepared by 
wet or dry methods, but the latter is usually employed when one or both of the 
materials is of a hard nature. It is more economical to use a longer kiln when wet 
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material is employed than when 
the latter is dry, because the waste 
gases can be utilised to remove 
some of the water. 

At the present time the usual 
length of the cylinder is from loo- 
150 ft., and the diameter is from 
6-8 ft., the largest in use being 
about 250 ft. long, and 9 ft. 9 in. 
in diameter. Although the cylin¬ 
ders usually have parallel sides, 
they are occasionally made taper¬ 
ing at the end where the kiln enters 
the flue, and, frequently, one por¬ 
tion is made of larger diameter 
than the rest, as shown in Fig. 21. 
Although this form of cylinder was 
first made with the simple objeit 
of uttliMiig two .short cylinders of 
different di.nmeters, which would 
otherwise have had to be scrapped, 
it has been proved to give a larger 
output with a greater economy in 
fuel than the ordinary parallel sided 
form, and the tendency of the 
clinker to adhere to the lining is 
also derretiscd. 

The cylindeis arc uju.ally made uf 
steel jilatc riveted to halt straps and 
lined with a suiialde material. Oidinary 
.stock hricks may be used to line the ctnn. 
paratively cool upper end of the cylinder, 
or this jjortiun may lie left unlincd, and 
common lirc-hricks may lie used fur tlie 
central portion, lint foi itu* hot lower end 
or liurning zone these will not-do, as, 
owing to tlic large jjcrccnlagc of silica 
whicn they contain, they behave as an 
acid towards the liasic cement clinker, 
with the result that the lining is sorm 
destroyed. Bricks containing aliout equal 
proportions of alumina and silica are often 
used for this portion of the lining ; mag¬ 
nesia hricks have been employed, but 
although of a higlily basic nature, have 
had to be abandoned because of their 
tendency to crack ami shrink. Bauxite 
liricks have also been used to a limited 
extent, hut hast been found weak and 
friable. A cheap and efficient linjng 
which is often used is a concrete made 
with about 2 parts of hard burnt clinker, 
and l-ij parts of cement. The clinker 
must be, at least, small enough to pass 
through a sieve with’ a h’alf-inch mesh. 
A layer of asbestos has occasionally been 
employed behind the fire-bricks, but the 
plan is of doubtful value, and has not 
received much favour. It is usual to 
spread a protective coating of the clinker 
itself over the lining when starting the 
kiln. The cylinder is carried on two or 


three 

which 


pairs of roller bearings, placed at a convenient distance apart. The roller bands or tyres, 
ire of steeff may be riveted directly to the cylinder, but, in order to allow for the expansion 
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of the latter, it is mure usual to make them about 3 or 4 in. larger in diameter, and to attach 
them to the shell by means of .steel bridge pieces supfwricd on blocks. The rollers upon which 
the tyres bear are fastened to sole plates. It was formerly usual to cujploy two pairs of rollers to 
support each tyre, but the modern )>lan is to use two single rollers (see Kig. 22). 

The kiln is rotated by means of a split toothed wheel, which is usually attached to the cylinder in 
the .same manner as the roller band.s, or sometimes by means of tangential steel strips. The 
toothed wheel is actuated Ijy a uorm-whccl tlriven by means of a suitable reduction gearing. The 
.speed of rotation depends partly upon the slope of the kiln—which may vary between 3^ and 7 per 
cent.—partly upon the nature of the raw materials, and partly upon the thermal conditions inside 
the kiln ; it usually varic.s between 20 and 60 revolutions per hour. In order to enable the feed, etc., 
to be under proper control, it i.s the common practice to employ some mean.s of regulating tke 



speed at which the kilns are driven. Thi;» may he done I>y means of separate motors provided 
with controllers for eacli kiln, but it is more u.sual to employ a three-speed gear, or to have pulleys of 
different diameters on the driving shaft. 

At the upper end the cylinder terminates in a flue leading to a chimney. As the kiln gases are 
heavily laden with dust, it is necessary to pa.ss them through .some foim of dust ciiamber in order 
to collect the dust before they reach the chimney. This dust collector usually consists of two 
chambeis separated by means of a wall, in the bottom of which are openings. The gases arc 
cau.sed to pass downwards in the first chamber and through the openings into the second 
Chamlwr, from which they ])a.ss to the flue leading to the chimney. The dust may be removed 
from the chamber cither continuously or periodically. 

The apparatus for the introduction of the raw material into the kiln is placed 
above the dust chamber. When the material is prepared by the semi-wet process 
the slurry is pumped from the mixers into a large storage tank, from which it 
passes into a small receiver, and hence along the feed-shoot into the kilns. In 
some cases, however, the large tank is dispensed with. But when the material is 
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prepared by the dry process, the flour ntay be fed in from the storage tanks by 
means of a worm conveyer in a water-jacketed case, as in the usual American 
practice, or it may be fed by means of a worm into a trough, along which it is 
carried by means of knives or arms attached to a rotating shaft. As the material 
travels along it is wetted by means of a perforated pipe placed over the trough, 
and finally falls in small lumps into a shoot leading into the kiln. 

At the lower end of the cylinder is the kiln hood, which in modern plants 
is usually mounted on wheels, so that it can be run back when requited, thus 
giving easy access to the interior of the kiln. 

Tlie hood is usually made of steel plate lined with fire-brick, and is provided with a door, two 
or three sight holes, and the burning attachments. 

The fuel used in modern practice is almost always fine bituminous coal dust, 
though natural gas, producer-gas, and iictroleum are used to some extent. The 
coal must be thoroughly dried and very finely ground so that it only leaves a 
residue of about 15 per cent, on a sieve containing 180 meshes to the linear inch. 

As thi.s finely rlivided co:il is very explosive, great eare ha-s to be taken in handling it, and it 
cannot he .stored, but must be used as soon as it has been ground. When an initial crushing is 
required Ix’forc drying this is usually carried out in hedgehog rolls (sec ]i. 04), but sometimes the 
swing-jaw crusher (see p. 92) or crackers of the eoffee-inill typh (sec p. S6) are cm]rloycd. The 
coarsely powdered coal is then dried in a drier, which ks generally an inclined rotating drum .similar 



Fill. 23.—Coal Dust Burner Attachment. 


to that described on p. 84 t it may be heated by means of the hot air front the clinker coolers, or 
by a separate furnace. The dry coal is then ground in mills in the same manner as the taw 
materials In the dry process (see pp. 92 e/ sr//.) the most usual mills employed for the'purpose being 
the Griffin mill (see p. 96) and the hall and tube mills (.sec pp. 24, 96). 

The powdered coal is conveyed to hoppers placed over the lower end of the 
kiln, frbm which it is fed by means of a variable speed gear into the hot air 
tube. In most modern plants the coal dust falls through a shoot to the hot air 
pipe at a zone near the kiln hood. The hot air blast is usually obtained by means 
of a fan. The main object of this air blast is to disperse the coal dust and cause 
its rapid ignition, the greater portion of the air required for the combustion being 
conveyed into the kiln through the coolers by way of the clinker discharge shoot. 
When the kiln is started the coal dust is ignited, and the temperature of the lower 
end of the cylinder is raised to white beat. As the raw material gradually descends 
the kiln it first gives up any water which may be present; when about half-way 
down it evolves carbon dioxide, then becomes heated to the clinkering temperature 
and forms into little balls, when it reaches the lower third of the kiln, and is finally 
discharged through a shoot at the lower end into the cooler. 

In most European plants the cooler is an inclined rotating cylinder about 30-50 ft. in length, 
and 4-5 ft. in diameter, the interior of which is provided with a number of channel irons. As 
the cylinder rotates, the clinker is continually lifted up by these irons and caused to fall, thus being 
" 'expo.sed to the current of air which passes through the cooler on its way to the kiln. The cooler thus 
serves the double purpose of cooling the clinker and heating the air supply of the kiln. The cooling 
cylinders arc supported and rotated in a similar manner to the kiln. The Sniidth cooler is horizontal, 
and is ^urrouttded for half its length by a second cylinder. The hot clinker first passes through the 
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inner tube» and then travels backwards through the annular space between the cylinders, after which 
it is discharged into a hopper. Vertical coolers are very popular in America. The older forms 
consLst of a vertical tower, the interior of which is provided with conical surfaces. The hot clinker 
is discharged from the kiln into a pit, from which it is raised by means of an elevator to the top of 
the cooler, in descending which it is spread over the conical surfaces, and thus exposed to a 
current of cold air .supplied through branches from a central blast-pipe. The clinker may also 
be partially coole<l by sprinkling with water as it descends into the elevator boot. The whole of 
the heat given up by the clinker i.s lo.st when coolers of this type are used, but a portion of the heat 
may be utilised in some forms of the vertical cooler, such as the Mosser cooler shown in Fig. 24. 
The cold air enters through the central blast-pijje, 
and passing through holes arranged in rings at 
intervaks of 5 ft. along tlic pipe, enters the inner 
cylinder, where it cixjLs the clinker. The ht^ated 
air then passc.s through holes in the wall of Ihi.s 
cylinder into the outer one, from which it is con¬ 
veyed to the coal feed. The holes in the blast- 
pipe and inner cylinder arc protected by shields in 
the manner shown in the figure. In shaking; 
coolers the hot clinker from the kiln falls into 
an enclosed inclined tray, the bottom of which K 
formed by a series of ste])s. The tray is kept in 
motion by means of cams carried on a revolving 
shaft, and the shaking motion thus imparled to 
the clinker gradually .spreads it ove*r the .steps and 
carries it to the lower end, where it is discharged. 

Old air is drawn in at both ends of the tray, and, 
after cooling, the clinker is discharged into the hot 
air chamber from which the kiln is supplied. 

The rotary kiln is very economical in 
labour, but not in fuel, as it requires from 
30-35 lbs. of coal per 100 lbs. of burnt 
clinker. The output depends upon the 
size of the kiln, the process by which the 
raw materials are prepared, the fusibility 
of the raw materials, the quality of the 
coal, and the experience of the burner. 

STATIONARY OR VERTICAL 
KILNS 

The old'fa.^hioned dome or bottle 
kiln resembles the common lime-kiln, 
but has a conical chimney in order to 
increase the draught. It is cjuite obsolete, 
but there are several modifications still in 
use in some old works. In the Johnson 
kiln (Patent No. 1,583, 1872), which is 
shown in Fig. 25, there is a long horizontal 
arched flue connecting the kiln, which is 
of the bottle-shaped type, to the some- Fic. 24.—Mosser Vertical Cooler, 

what lofty cylindrical chimney. This flue 

is of the same width as the kiln, and is of sufficient length to hold enough wet 
slurry for the next charge. 

The somewhat similar Gibbons kiln h.xs two or more drying chambers which are used alter¬ 
nately ; the hot gases pass both over and under the wet slurry, thus giving a larger heating surface. 
In the Batchelor kiln there are two arched chambers placed one above the other with flues 
beneath the lower tier. The hot gases from the kiln pass through the drying chambers and flues, 
thus drying the slurry from above and below, and are finally discharged through a chimney at the 
rear. In many cases one powerful shaft is made to serve several kiln.s. SpAckman’s kiln is 
designed for the use of slurry which is made into brinks. The kiln is of the ordinary form with 
a conical shaft, and a rectangular drying chamljcr is arranged alongside at a convenient level for 
loading. The mouth 0^ the conical chimney is provided with a damper, which is closed when the 
combustion is nearly completed, whilst the dampers of the underground flues leading to a lofty 
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chimney are raised. These flues pa.ss under the drying chamber, and the hot gases enter the latter 
through holes in the floor, thus drying the contained bricks, the heat of the cooling kiln being quite 
sufficient for this purpose. 

The Hoffman ring kiln (described under Brickmaking, p. 218), was 

originally introduced for' 
the burning of bricks, 
but it is also used for 
bunting lime and Port¬ 
land cement clinker. 




25.—The Johnson Kiln. 


This kiln is very econo¬ 
mical in fuel, but expensive 
in labour. It is largely used 
on the Continent, but has 
nrjt proved very successful in 
Kngland. 

Most of the con¬ 
tinuous stationary 
kilns are very narrow 
in proportion to their 

height, and are therefore known as shaft kilns; they are also known as 
stage kilns (Rfagcofen), because they are sometimes divided into aones or 
stages. These kilns are better suited to the dry process of 
manufacture than the wet, the raw meal being made into 
briquettes which arc dried in separate drying floors or 
tunnels. They are more common on the Continent than 
in this country. In some of the modern forms forced or 
induced draught is employed, as this leads to more rapid 
production and greater economy. In this case the chimney 
need not be so high as in the older types; there is, however, 
more risk of over-burning and fusing the clinker. 

A modern form of the Dietzsch kiln is shown in 
Fig. 26, which represents two kilns placed back to back, 
this being the usual arrangement. 

The kiln con.sisls of four zones or chamlicrs placed one above tl>e 
other and surmounted by the chimney-shaft. At the lop is the pre¬ 
heating rone a, into which the dry slurry in the form of half bricks 
is introduced through the loading eye K, and gradually heated to red¬ 
ness by the hot gases as they pass from the lower part of the kiln on 
their way to the chimney. The pre-healing rone i.s inclined at ils 
lower end towards the burning rone k, where the fuel is fed in througii 
the doors K. The mixture of cement material and fuel is drawn down 
by means of rake.s }« 5 Sed through openings in the shaft into the clinker- 
ing zone c, from which it passes into the cooling zone 1>, any masses 
which remain stuck to the walls iKfing pushed down by means of iron 
tools thrust through the openings G. The burnt clinker in the c<K>ling 
chamber is coolcfl by means of air entering the grate H, and is with¬ 
drawn at regular intervals, more raw material and fuel being added 
ihiough It and F to take ils place, 

The fuel is usually small coal, which should be of good 
quality, the amount used being about 17-20 per cent, of 
the weight of the clinker produced. The output of the 
double kiln is from 20-30 tons per day. Fig 

The Aalborg kiln, shown in Fig. 27, is of Danish origin, an<l is 
now extensively used throughout the world. The cHnkering zone is 

considerably constricted, and the cooling zone is conical in section with the larger diameter 
downwards. The raw material ’s fed in at a, and the fuel (coal) through a number of channels 
which slant downwards so as to enter the kiln below the cHnkering zone. These firing holes 
are closed by nieans of iron covers when not in use. This kiln is very economical, the output 
is from' 12-14 tons per day, and the coal consumption is only from 12*15 of 
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26.—The Dietzsch 
Kiln. 
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the weight of burnt cUnT<er. The “R” kiln is somewhat similar to the Aallx>rg, hut there are 
two pre-heating chambers with a passage between, the floor of which is perfomicd for the intro, 
cluction of .the fuel (small coal); these holes are closed by covers when not in use. There are 
also openings in the walls of the shaft for assisting the descent of the clinker. The kilns are 
arranged in groups surrounded by a kiln house) which usually has four floors l)esides the 
,ground floor. The top floor is the charging floor, the next is the flting floor and the other 
two are for gaining access to the clinkering and cooling zones. The output of this kiln is l8 
tons per day, and the coal consumption about l6 per cent, of the weight of clinker produced. 
The otein ribbed kiln differs considerably from the shaft kilns already described. It consists 
of a cylihder from 6 ft. 6 in. to 8 ft. in diameter, and from 23-30 ft. in height, built up of 
cast-iron rings with channels on the outside. The cylinder 
is supported on short columns of masonrj', and the top is 
covered by a conical iron hood furnished with four holes, 
which may be closed by means of doors for the purpose of 
charging. Above this hood is tlie chimney, which is pro¬ 
vided wiih a damper ;tt llic top in tjrder to regulate the 
drauglit. The kiln has a special form of Uiskel grate which 
facilitates the operation of drawing the clinker. It is 
claimed for this kiln that, owing to the rapid cooling of the 
walls, the clinker shows no tcntlency to adhere to the sides. 

The output of a kiln of tiic largest si/c is aljout 15-16 
tons per da)’. 

Among fitlier well-known kilns may lie mentioned titc 
Schneider, the Hauertschild, ami the Hotop kilns, all of 
which })ossess some advantage. 

Storing and Grinding the Clinker. —'I'he 
clinker may be j'round as soon as it is cool, or it 
may be stored for a time before grinding. In the 
case of rotary clinker, storing for a period of 
about two to si.x weeks is sometimes resorted to 
in order to soften the clinker; the cflcct of this 
treatment depends, 'however, upon the degree of 
burning, and the compo.sition of the clinker. 

Low-limcd clinkers readily fall tn powder, and those 
which arc higher in alumina crumble more readily than 
those which are more siliceous. 'I'hc storing may also l>c 
carried out for the pur|V)sc of having a reserve of clinker 
upon 'W’hich to draw when required, or for other rca.son$. 

'I'he clinker from vertical kilns always con¬ 
tains.some under-burnt and over-burnt material, 
the former being known according to its colour 
a.s half-burnt, slack, or pink. Underburnt 
clinker is a comparatively soft material and gener¬ 
ally has a greenish-grey colour, hut is often yellow 
or pink, and may even possess a reddish or purple 
tint. Over burnt clinker is a dense, hard, non- 
porous material with a metallic appearance, and is 
generally of a dull bluish-black colour. Properly 
burnt clinker is a dark brown or greenish black, Fiu. 27.— Aalborg Kiln, 
more or less porous substance, somewhat resem¬ 
bling coke in appearance, llefore the clinker is ground it is necessary to pick 
out carefully all the under-burnt material, which is thrown aside to be reburnt. 
The over-burm material should also be removed, but this is of less importance, as 
it is. merely an inert substance, whilst the under-burnt clinker is actually harmful. 
The clinker from rotary kilns is in the form of small rounded lumps which are 
much harder, and usually much darker in colour, than that produced in vertical 
kilns, and like the latter it usually contains some under-burnt and over-burnt mate¬ 
rial, though, as the kiln is under more complete control, these should only exist in 
comparatively small amounts. 

It is sometimes necessary to add a little gypsum or plaster of Paris to the 
clinker in order to regulate the setting time. 'Phis is especially the case with 
rotary clinker, which sets almost instantaneously if it is ground as it comes from 
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the coolers without any further treatment. The setting time may also be regulated 
by watering the clinker, or a combination of the two methods may be employed. 
The clinker from vertical mills is first crushed to about the size of a hazel nut 
in a coarse crushing machine. The crushed material is then ground fine in the 
ball mill, followed by the tube mill. 



' k - 

Fig. 28.—Silos with Hopper-Shaped bottoms. 


In Germany a sicveless ball mill has been recently introduced, in which the finer particles are 
removed from the mill almost as soon as they have been produced by means of a selector sifting 
machine. The output of this mill i.s said to be about 20 per cent, higher than that'af any other 
type for cement of standard fineness, or a superfine cement known as selector cement may be 
prepared at the same cost as ordinary Portland cement. This cement is, of course, in no way 
superior to any other Potlland cement ground to the same degree of fineness. 

Rotai7 clinker is usually small enough to go straight to the grinding mills without any 
previous crushing, and is therefore usually conveyed by meams of shaking or tray conveyers from 
■he cooler to an elevator, which delivers it to the hopper of the grinding mill or to the clinker 
>tore. It U, however, sometimes necessary to pass it through the crushing rolls in order to crush 
iny large balls which it may contain, or these balls may be separated by means of a coarse 
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sieve or grid placed at the end of the cooler. On account of its extreme hardness rotary 
clinker is more difficult to grind than that from vertical kilns. The tube mill is especially suitable 
as a finishing mill in the case of rotary clinker, as it offers a ready means of regulating the setting 
time by adding steam during grinding. This method, which is due to Bamber,' consists in 
passing steam under a suitable pressure into the mill through the hollow trunnion at the feed end ; 
the time of setting of the finished cement will depend upon the pressure of the steam admitted. 

When edge-runners are employed for grinding ihe clinker the ground cement 
is conveyed from the mills to an elevator which raises it to the sieves, by which 
the coarser particles are retained and returned to the mills for further reduction, 
whilst the fine flour passes on and is conveyed to the warehouse, where it is 



deposited in bins or silos. The sieves used are of various kinds and shapes. 
Revolving sieves which are circular, hexagonal, or octagonal in cross section are 
often used, as are also flat shaking sieves. Air separators are often employed 
instead of sieves for separating the cement, and their use is rapidly increasing. 
The air separator is described under Manures, p. 28. 

Storing and Packing. —The finished cement is conveyed by means of 
elevators and conveyers to the storage bins or silos, where it is usually kept for a 
few weeks before packing. 


' 11 . K. G. Camber, Tram. Concrete Inst,, 1909,1, 106, 132. 
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Most works in this country employ flat-bottomed bins, the floors of which are level with the 
loading platform, and the cement is dug out from these and packed by hand. In some Continental 
works, silos with hopper-shaped bottoms are u^ed, as shown in Kig. 28. The cement is discharged 
through a spout into sacks or barrels placed beneath, the packing often being done by means of 
automatic machines. In most American works the silos have slightly sloping floors, and auto¬ 
matically discharge their contents into a common tunnel. The cement is transmitted by means 
of a screw conveyer placed in the tunnel to the packing room, where it is elevated to a hopper 
beneath which the automatic filling machines are arranged. Portland cement is packed in sacks 
or barrels, shaking machines often being employed in order to ensure the cement being well 
shaken down. 

Dust Collectors. —As might be e.vpected, a large amount of dust is generated 
at most of the stages of the process of cement manufacture, and as this dust is 
not very objectionable, but represents a considerable financial loss, it is very 
advantageous to collect it by some means. Expansion chambers are the only 
means available for separating the dust from gases at a high temperature, as 
in the case of the air from the driers, kilns, and coolers. 'I'hey may also "be used 
for collecting the dust from the crushing and grinding mills, but filters and collectors 
depending upon centrifugal force are also employed. In the first ca.se the air is 
usually drawn by means of a fan through one or more sheets of cloth held in light 
frames. Often, as in the case of the Beth dust collector, shown in Fig. ag, the 
filters are in the form of cylindrical sleeves, which are automatically cleaned of 
adhering dust, and sometimes the filter itself is caused to revolve. Those collectors 
which depend upon centrifugal force are less satisfactory than the dust filters. 

Weighing Machines. —Tlie use of weighing machines at v.arious stages of the manufacture 
of cement is indispensable in modern praolirc. These are often of liie steel-yard type, such 
as the ordinary platform weighing machine, or the hopiser weighing machine, in which the 
materiifl is fed into the hopper until the required load is olhaineil, when it is di.schargcd 
by means of a lever which upcralo.S on the door in the l)Ottom of the hopper. In most eases, 
however, automatic weighers arc to lie recommended. Avery’s automatic hopper weigher is 
much used. The rotating weigher and the Blake Denison automatic weighers arc also good 
machines. 

Automatic weighing machines arc also employed for weighing the materi.il into sacks or liarrels. 
In Simon’s dustless sack filler and weighing machine the sack is attached to a trunk which 
is suspended from one arm of the balance beam, whilst the weights .ire suspended from the other. 
On working a lever the filling operation commences, and as soon as the sack contains the required 
amount, the supply is automatically cut off. Four Irags per minute can Ite filled with this machine. 
An automatic cask-filling machine is also on the market. 

Composition of Portland Cement. —Although, as stated on p. 88, Port¬ 
land cement may be made from a great variety of raw materials, the composition of 
the finished product is practically constant. The essential constituents are lime, 
alumina, and silica; less important components arc magnesia, oxide of iron, and 
the alkalis, whilst sulphur is usually found in small quantities, being either derived 
from the'raw materials or the fuel, or added intentionally in the form of gypsum 
or plaster of Paris. Carbon dioxide and water do not exist in any notable 
quantity, except in old or improperly burnt samples. It is usually .stated that 
there should be no free lime present, or the cement will “ blow ” and disintegrate 
after setting, but it is very improbable that ordinary free lime is ever found 
in true Portland cement. According to the British Standard Specification for 
Portland cement (1915), the proportions of lime to silica and alumina (calculated 

in chemical equivalents) must not be greater than the ratio q ^ 

. CaO J 2 3 

less than the ratio - -- ^ 2.0, and according to the German “Nornien " the 

SiO„ + AIjOj 

ratio of lime to silica and alumina must not be less than 1.7, the ratio being based 
on actual weights. 

Magnesia is nearly always piesent in small amnunts, being derived from the raw materials. 
Free magnesia behaves in a simil.ar manner to free lime, but slakes much more slowly, the time 
taken being proportional to the temperature to which the material has been exposed in the kiln. 
Magnesia cumlfints with silica and alumina to form silicates and aluminates similar to the corres¬ 
ponding c^cium compounds, but which become hydrated much more slowly, so that a cement con- 
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sisting of a mixture of calcium and magnesium silicates and aluminates is likely to suffer disruption 
after setting. According to Messrs Newberry* the silicates and aluminates of magnesium possess no 
hydraulic properties, and magnesia is incapable of replacing lime in cement mixtures. The British 
Standard Specification (1915) does not permit more tiian 3 per cent, of magnesia in Portland cement, 
whilst the (jcrman “ Normen ” allows as much as 4 per cent. 

Portland cement owes its colour to the oxides of iron which it contain®. At the clinkering 
temperature these combine with the lime to form ferrites which, according to Le Chatelier, slake 
and decompose itt the presence of water, but do not set. If any calcium sulphide sliould l)e present 
in the cement, this reacts v ilh the iron compounds with the formation of ferrous sulphide, which is 
afterwards oxidised to ferrous, and finally to ferric oxide. 

The only alkalis usually fouiul in P«)rtland cement are soda and potash, which are mainly 
derived from the clays iitid clay sliales. They are usually present 1<» tire extent of about 0.5-l'per 
cent, in the form of silicates, some of which are soluble in water, and may therefore play an im¬ 
portant part as carriers of silicic acid during the setting of cement. 

The sulphur in I’oidaml cement is derived ])artly from the calcium sulphate and iron pyrites 
(iron ‘•ulphide, KeSo) present in the clay and clay shales, and parti)' from the fuel. In .addiliiin to 
this sulphui, a small amount of calcium sulphate, in the form of plaster of Paris or gypsum, 
is frequently added after calcination. The Briiiah Standard Sjjecification (1915) allows a 
maximum (jf 2.75 per cent, ol sulphur trioxide (sulphuric anhydride, SO;,), and the German 
“ Normen fixes ilte limit at 2.5 per cent. The actum of these small amounts of added calcium 
sulphate is beneficial, as it retails the setting <if the cement, which would otherwise be loo rapid. 
In larger amounts it is injurious, partly lieaiuse it is a much softer substance than cement, and 
partly because it is liui>le to l>e wi\siu-d out of the mortar on account of its comparative soIul)ility in 
water. The presence (»f sulphur in the raw materials is always t)hjcctionahle, because it leads to 
the formation of calcium sulpho-aUhninaie, which U highly expansive, and also becau.se of Us 
tendency to become leduced to sulphide in llie kiln. Thus, calcium sulphate is liable to become 
reduced to (alounn suljdude, which llten decomposes the iron compounds with the formation of 
iron sulphide. 

The fidlowing are typical analyses (»f Portland cement:— 


»- 




No. 1." 

Nil. 2. 

Ni). 3. 

Lime - 


62.50 

61.92 

61.07 

.Silica .... 


24.00 

20.94 

21.74 

Alumina 


6.10 

7 -so 

6.01 

Ferric (^xide • 


2.44 

5.02 

4-35 

.Magnesia 


1.16 

1.20 

1.04 

Alkalis 


0.41 

0 91 

0.83 

Sulphuric anliydridc 


J.40 

0.92 

0.94 

Water and cariron 


*-.S 5 

0.95 

0.81 

Dioxide 





Insoluble residue - 


0-44 

0.64 

1.08 



100.00 

100.06 

99.88 


The properties of Portland cement do not, however, depeiul so much on the proportions of the , 
constituents mentioned aliovc as on their stale of comln'nation, and a great deal of work has l)een 
d<;ne on the compf)silion of cement clinker and the process of setting and hardening. At the 
clinkering temperature lime combines with silica, alumina, and oxide of iron to form calcium silicates, 
aluminates, and perhaps alumino-silicates, such as— 


Tricalcium silicate? - 
Tricalcium aluminate 
Tncalcium aliimino ferrite 
Dicalcium silicate 
bicalcium aluminate 
Monocalcium silicate 
Monocalcium aluminate 


3CaO.SiO.,? 

aCaO-AbO.,- 

3CaO.Al.p,.FeA- 

2CaO.Si6a. 

2CaO.A!2C33, 

CaO.SiOg. 

CaO.AlgO;,. 


The first three of the above mentioned comjmunds were until recently considered to be the most 
important constituents of good I*ortland cement, but this view Iras had to be considerably modified, 
and, indeed, the existence of tricalcium silicate is somewhat doubtful. According to Lc Chatelier^ 
who was one of the earliest investigators in this field, tricalcium silicate is the constituent to which 


* S. B. and W. B. Newberry, Soc. Ckem. /w’, 1897, z6, 887. 

Privately communicated by Messrs The Associated Portland Cement Manufacturers (19^} Lid. 
® Le Chatelier, Comp, rend., 1882, 94, 867, 1883, 9^ 1056; Annales des Mines, 1887 (8), 
345 J “ Sur !a Constitution des Mortiers Hydrauliques,*' 1904. 
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the hardening of Portland cement is due. It cannot formed by the direct combination of lime 
and silica, hut i.s produced in the cement clinker l)y the fusion of lime and silicate. The dicalcium 
silicate forms twinned crystals, which, owing to the unequal coiUraclion of the opposed faces, 
separate on cooling and thus cause the spontaneous disintegration of cement clinker, whilst mono¬ 
calcium silicate is unacted upon by water, and therefc»rc can have no effect upon the hardening of 
cement. The initial setting of cement is principally due to tricalciuni aluminatc, but also to di- 
and monocalcium aluminales, as all three compounds .set in water. These views were generally 
accepted until recently, although S. B. and W. 6. Newberry * found that when powdered tricalcium 
aluminate was mixed with water it cracked after setting and completely disintegrated when immersed 
in water. They also claimed to have prepared iricalcium silicate by the direct union of lime with 
silica. According to these investigators the most important constituents of Portland cement are 
Iricalcium silicate and dtcalcium aluminate. More recently, however, Day and Shepperd- have 
shown llial tricalcium silicate cannot be prepared from lime and silica akme, and that calcium 
oxide occurs in cement in a crystalline form, in which, although not indificrenl to water, it is much 
more slowly acted upon than the ordinary amorphous variety. They consider that the substance 
obtained hy Messrs Newberry consisted of a solid solution of calcium oxide in dicalcium silicate. 
The same investigators liigether with Rankin ^ have shown that probably the only calcium aluminate 
occurring in Portland cement is the tricalcium siilt, ^CaO.AkO;,. Shepperd, Rankin, and Wright^ 
have since found that tricakium silicate can be obtained by adding alumina to a mixture of lime 
and silica, but that it is unstable at its melting jioint, and neither takes up calcium oithosilicate nor 
lime in solid solution, nor forms eutectics with these comjxiunds. The composition of cement 
clinker lias also been investigated liy means of the microsco|)c hy methoils similar to those employed 
in mstallography. At least four different kimls of crystals have lieen obsened, for which 
Tornebohm has proposed the names “alite,” “belite,** “celite,” and felile" (see p. 125). 
According to Richardson cement clinker should he regardtd as an alloy. In the t*ase ot pure 
cement the “aliteis a soli<l solution of tricalcium silicate in iricalcium aluminate, and tlie “celite” 
a .solid solution of dicalcium silicate in dicalcium aluminate, whilst commercial Portland cement is 
a more complex alloy containing compounds of iron oxide and lime corresponding to the alnminates. 
The magnesia, alkalis and sulphuric anhydride are regarded as non • es'enlinl consliuients. 
Rohland*' considers that the hardening of cement.s also consists in the formation of solid solutions, 
or adsorption compounds, whilst Rebuffat* attributes the hardening mainly to the hydration of the 
calcium orthosilicate. According to W. and D. Asch there is not one I‘ortland cement, but a 
number of closely allied cemenis consisting of the calcium .salts of highly complex alumino-silicic acids. 
From the results of a thermal investigation of the quaternary system, CaO • SiOo • AkO., - 
Jknecke ^ concludes that ferric oxide only occurs in combination with lime and docs not form solid 
solutions, and that a single ternary conqxiund is formed of the composition 

8Ca0.2Si0..Ak0:,. 

He icgards thi.s compound as being identical with “able,” and c<msidcrs that its existence 
explains why the presence of alumina is necessary in I’orlland cement. Finally, he concludes that 
“belilc’* piobably has the comjiosition aCaO.SiO.^, “celite’' the comwsition 3Ca().Fe203, and 
“ felite,” which is often absent, the composition CaO. Janecke and Shumann” found'ihat the 
compound S('’a 0 . 2 Si 0 j{.Alg 0 ;, forms the principal component of Portland cement clinker, in-which 
it is readily detected, but according to Rankin and Wrig^ht,*” Janecke's supposed compound is really 
a mixture of calcium silicates and aluminates, containing at the ordinary temperature the compounds 
3CaO.Si( )a, 2CaO.SiO.„ and 3CaO. Al.jO;{. 

In 1893 Michaelis^* suggested that the hardening of calcareous hydraulic cemenis—including 
Portland cement—was mainly due to the formation of colloidal calcium hydro-silicates. This theory 
was disregarded by most cement chemists for some years, liut is generally accepted at the present 
time as it is strongly supported by a considerable amount of experimental evidence. Michaelis has 
also shown that the strength of the hardened colloid is incrca.scd by the crystallisation of calcium 
hydro-aUiminate and hydro-ferrite, and, when sufficient gypsum U present, of ralciuiu sulpbo- 
aluminate. Ambronne^^ has shown that when a little powdered cement is mixed with water under 
suitable conditions the formation of a gelatinous coaling around the cement grains can be observed 


^ S. Ik and N. K. Newberry, See. Chem. htd,^ 1897, 16, 887. 

“ Day and Shepperd, Carnegie Inst. PubLy 1906 ; Amer. J. Set., 1906 (4), 22, 265. 

* Day, Shcpfierd, and Rankin, Amer. J. Sd., 1909 (4), 2©, 293. 

* Shepperd, Rankin, and Wright,/. Jnd. Eng. Chem.., 3 i 211 ; Zeitsch. anorg. Chem.., 

1911,71,19. 

" liichardsdn, Tonind. Zeil.y 1903, 27, 942. 

Rohland, Zeitsch. Elektrochem.. 1904, 10, 893; Zeitsch. Chem. Ind. Kottoide, 1911, 9, 21. 

' Rebuffat, Gazzeita, 1898, 28, ii. 209. 

* Janecke, Zet/sch. anoeg. Ch'em., 1911, 73 i 200; 1912, 76, 357. 

* Janecke and Shumann, Zeitsch. anorg. Chem., 1912, 74, 428. 

Rankin and Wright, Zeitsch. anorg. Chem., 1912, 75 » 

Michaelis, Chem. Zeit., 1893, 17, 982; Cement and Eng. News, 1907, 19, I40; 1909,21, 
298 and 338. 

** Ambronne, Tonind. Zeit., 1909, 33, 270. 
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under the microscope. Rohland’ and Stern® have shown that the colloidal constituent in 
hardened cement can be dyed by immersion in a dilute .wlution of an eosin or other dye. 
Keiserman ^ has more recently investigated the specific aljsorption capacity of the chief constituent 
of cement for a number of dyes, and finds that patent bine is the he.st for the detection of alumina, 
alcoholic anthropurpurin for free lime, a solution of methylene blue in acetic acid for combined 
silica, and a neutral methylene blue for free amorphous silica. Employing this staining process, 
this investigator lias made a microscopical examination of cement, from the results of which he 
concludes that Portland cement clinker is a conglomerate of dicalcium silicate and tricalcium 
Illuminate, the presence of alumino-silicales being considered improbable. The proportions in which 
the constituents exist in the clinker correspond to the formula 

4(2CaO,SiOj;) I 3Ca0.AIa03. 

The hardening of tlie cement is due to the dtcalcium silicate being started by the formation of fine, 
needle-shaped crystals, which are embedded in and cemented by the surrounding colloidal mass. 
The tricalcium aluminatc accelerates the process of hydration but does not contribute towards the 
hardening process. Michaelis^ takes exception to Keiserman’s formula but otherwise agrees with 
his view and points out that iricalciuni silicate had long since l>een shown to have no existence, and 
that the presence of free lime in solid solution in the dicalciiim silicate had been established beyond 
douht. 

From what has been said above, it will he obvious that the composition of I’ortland cement and 
the phenomena of selling and hardening have not been finally settled, and that mucli more research 
is required before the conflicting theories can be reconciled. On adding water to the cement the 
“alite” is partly decomposed, the I'alcium aluminales l>eing attacked first, and the supersaturated 
solution thus obtained deposits tncalcmm alnminate, partly in the form of crystals and partly in the 
form of a colloid. The calcium silicate is much more slowly attacked, and, owing to its insolubility, 
St'panUes from solution as a colloid which forms a gelatinous coaling around each cement grain. 
The hardening of the mass is brought about by the gradual desiccation of the colloid, and is increased 
by the adsorption of the lime liberated during the hyilrolysis. This view is supported hy the fact 
tfiat when hardened cement is polished and etched it is found to consist of a number of grains of 
unaltered cement clinker embedded i.i a matrix, the colloidal nature c>f which is shown hy its power 
of absorbing dyes. 

According to RohUnd’’^ the part played hy gypsum or plaster of Paris in the selling of Portland 
cement is that of a catalyst. Other sails may be used instead of calcium sulphate in order to 
mexiify the selling time, an<l those .salts which accelerate the hydration of pure lime also accelerate 
the setting cement, whilst those which retard the hydration of the one also retard the .setting of the 
other. Also when two salts which have an accelerating effect, such a.s sodium carbonate and 
aluminium cliloikic, arc used together, the effect is greater than the sum of their individual effects 
when used separately, and, on the other iiand, when two .salts which base a rctardiug effect, such as 
poias.sium diehnmiale and borax, are allowed to act together, the retardation obtained is less than 
the sum of their individual effects. H. K. G. Bamber^ has shown that the retarding effect of 
gyp.snm pusses off uheii the cement to which it ha.s been added is stored, but that the retarding 
effect obtained by passing steam into the lube mill during grinding is much n.orc permanent. 

Adulteration of Portland Cement.— The adulteration of Portland cement 
was at one time somewhat extensively practised. The choice of adulterants was 
limited, as only very cheap substances, which resembled Portland cement in colour 
and general apiioarance, could be used ; the most usual materials employed for this 
purpose were Kentish rag (a siliceou.s limestone) and blast furnace slag, but 
other limestones, sandstones, old fire-bricks, etc., were also used. Such adulteration 
is rare at the present time, at least so far as British and German cements are 
concerned, and the most serious fraud is the sub-stitution of clieap Belgium natural 
cements, or slag cements, for Portland cement. 

Action of Sea Water on Portland Cement.— Sea water has sometimes 
been found to have a deleterious action on Portland cement. This was early 
attributed to the dissolving out of some of the lime from the cement, and the pre¬ 
cipitation of salts of magnesium, and later on was considered to be due to the 
formation of sulpho-aluminates. According to Rebuffat," however, when cement is 
immersed in sea water sulpho-aluminates are only formed to a very slight extent, 


^ Rohland, Zeitsch. anor^. Chem.j 1907, 56, 46. 

® Stern, Zcitsch. anor^. Chem.y 1909, 63, ite. 

® Keksertnan, KolL Chem. Beihe/fe, 1910, 1, 423; Ctmoii and En^^. News, 1911, 23, 6 and 56. 
* Michaelis, Cement and Eng. News, 1911, 23, 61, 

® Rohland, Zeitsch. Angtw. Chem., 1905, 16, 622; 1906, 19, 327. 

® H. K. G. Bamber, Trans. Concrete Inst., 1909, I, 106 and 132. 

Rebuffat, Gazzetta, 1901, 31, i. 55. 
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and their existence is only transitory. On the other hand Poirson,* who has 
investigated the action on powdered cement of solutions of salts found in sea water, 
finds that calcium sulpho-aluminate, 3Ca0.AU03, 3CaS04, is the only stable com¬ 
pound formed. 

Physical Properties of Portland Cement— Commercial Portland cement 
should be of a cold bluish grey colour, a brownish, “ foxey ” appearance indicating 
an excess of clay, the use of an unsuitable clay, or an under-burnt cement. The 
specific gravity is comparatively high (at least 3.10), and the cement should be very 
finely ground, as only the finest particles are of use as a cementing material. The 
tensile strength and resistance to crushing are higher than those of any other 
calcareous cement. 

Iron-Ore Cement. —Many attempts have been made to prepare a Portland 
cement in which ferric oxide entirely replaces the alumina, but so far without 
success. Cements in which a large portion of the alumina is replaced by ferric 
oxide are, however, made. 

In 1901 Krupp inifuiiurcd a cement under the n-uim. of “sidero cement," in the ni.inufactuie 
of which iron orc.s aie wholly or partially sulrstitiited for the clay tisiiallv enijiioyril. The cements 
of this class are called iron-ore cements, awl must he distinguished from the iron Portland 
cements (see p. S5). They are employed in marine work onaci-ount of their supposed resistance 
to the action of sea water. These cements contain a large proportion of iron, as is shown hv the 
following analysis, which is due to Michaelis-:— 

Analysis of an Ikon-Ork Cement (Mich.aelis). 

Silica ..... 23,26 per cent. 

Alumina .... 1.67 

Ferric oxide • ■ ■ • 8.20 

Lime ..... 64.S4 ,, 

Magnesia .... 0.66 ,, 

Sulphur trioxide ■ . • 1.08 ,, 

90.71 per cent. 

They arc slow .setting, anil have a specific gravity of about 3.25-3.44 

White Portland Cement.— There has been placed on the market a Portland 
cement which complies with the requirements of the Briti.sh Standards Specification 
(1910), but which, owing to the absence of iron compounds, is white in colour, 
it was originally introduced in America, hut is now used to some extent in this 
country. 

It i.s veiy expensive, and is therefore unsuifahle for ordinaiy building purpose.s, hul finds many 
useful applicalions, among which may be mentioned cement pb.ster or stucco, re]jairing and joining 
marble pillar.s ami IjIdcUs, the manufaclure <>f tiles and mosaic work. Kor ilje hitter purpose the 
cement may be coloured liy means of Venetian red, yellow ociire, and many other mineral 
colouring matters. 

Super-Cement.- This cement was originally intended to be a waterproof 
Portland cement, that is to say, an ordinary Portland cement to which material 
was added in order to render it waterproof (see p. 118). It has lieen shown, 
however, that the treated cement not only makes a waterproof mortar, but that 
the latter is much stronger than that made with ordinary Portland cement. The 
increase in strength is especially marked in the case of cement and sand mortar, 
and the difierence increa.ses with time. 

The author has carried out a number of tests with this material, and has found (he tensile 
strength after ninety days of a mortar made with one part of treated cement to three part.s of 
standard sand to he aliout 50 per cent, greater than that of a similar mortar made with the same, but 
untreated, Portland cement. Other tests, carried nut elsewhere, have shown that after six months 
:he tensile .strength of (he mortar made with the treated cement and sand is at least double that 

similar mortar made with untreated cement. 


l .Poirson, Zeitlr. Hydraul, Zimente, 1910, I, 151. 

“ Michaelis, Cetiienl and Eng. News, 1907, 19, 140. 
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Sand Cement— Tliis is only Portland cement diluted with sand. It is 
prepared by mixing together e<iual weights of Portland cement and sand, and 
finely grinding the mixture. 


THE PLASTER CEMENTS 


The plaster cements are prepared from gypsum, or the hydrated calcium 
sulphate, CaS04,2 H._, 0 , by driving off all or part of the water of hydration, and 
therefore consist essentially of more or less dehydrated calcium sulphate. 

The occurrence, properties, processes of mining, and the chemi.stry of gypsum 
have been fully discussed in a separate article by James Shelton, Vol. I., p. 345. 

In the following pages, therefore, we confine ourselves to the description of the 
processes employed in the manufacture of the various cements which have gypsum 
as their basi.s. 


If fairly pure gypsum be heated to a temperature of about ioo°-2oo* C. it 
becomes partially dehydrated, yielding a sulphate of the composition 2(Ca,S04),H.,0, 
which i.s known as plaster of Paris. If the gypsum be heated much above 
200" C. it loses all its water, yielding the anhydrous sulphate CaSO,. It is then 
said to be “ dead-burnt,” and is useless for pliuster of Paris, as it has lost the 
power of readily combining with water. If, however, such over burnt plaster be 
very finely ground, hydration will take place, although very slowly, and when 
prepared under certain conditions it is employed under the names of flooring 
plasters and hard-finish plasters. When gypsum containing a large amount 
of impurities is heated to between too" and 200” C. the product resembles plaster 
of Paris, but sets much more slowly, and the same result may be obtained by 
adding certain materials to [rlaster of Paris after burning. The.sc .slow-setting 
impure plasters arc ktjown as cement plasters, although they are quite different 
from the jilasters made from the hydraulic cements, which are also known as 
“cement plasters” (see p. Xa). from what has been said above it will be seen _ 
that the plaster cenient.s may be classified as follows;— 

Cement plasterstemperatures below 200 C. 

Plooring plasters ), , , ., ,, , 

Hard-fini.sh plasters)temperatures considerably above : 


: 200° C. 


Plaster of Paris and the Cement Plasters.— The processes of manu¬ 
facture of these plasters arc so .similar that they may be treated together, the only 
dilTerence being that a pure gypsum Is emiiloyed for the manufacture of plaster of 
Paris, whilst the cement plasters arc prepared cither from impure materials, or by 
adding a retarder during or alter manufacture. Only two operation.s are necessary, 
calcination and grinding, and the latter may either follow or precede the former, 
according to the method of calcination employed. In Europe it is usual to calcine 
first, but ill America, where the “ kettle process ” is employed, the opposite is the 
case, though the European plan is followed where rotary calciners are used. Oreat 
care has to be taken that the temperature does not rise too high or fall too low, and 
also that the material does not come in contact with the fuel, as this would lead to 
the formation of calcium sulphide. 

Calcining in Kilns. — The oldest and simplest method of preparing the plaster 
is to burn the stone in a kind of shed enclosed on three sides by brick or stone 
walls, and covered with a rough tiled roof. The large pieces of gypsum are 
arranged on the floor so as to form a series of rough arches jiarallel to the main 
walls of the shed; and the remainder of the .stone is placed on these arches, the 
larger pieces at the bottom, and the size gradually decreasing until at the top there 
are only dust and sweepings. Wood fires are then lighted in the arches; the hot 
gases rising through the interstices between the stones gradually heat the mass, 
driving ofif the water of hydration, and finally escape through openings in the roof 
and upper parts of the walls. Sometimes coal is used as fuel, in which case the 
voi.. It.— S 
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floor of the kiln is hollow, and the fires are lighted in these spaces, the flames 
passing into the kiln through holes left in the rooves of the arches. This crude 
kiln or shed is still employed on the Continent, but it is very wasteful, and the 
product is never uniform, as the lower layers receive moi’e heat than the upper 
ones. 

In the neighbourhood of Paris a kiln is employed which somewhat resembles 
the common lime kiln (see p. 79), but has a cavity beneath the floor which serves 
as a fireplace. The flames and heat pass through openings in the floor into the 
kiln. 

• 

The Dumesnil kiln, shown in Kig. 30, is a great improvement on older kilns, 
as the heat is much more under control, and is evenly distributed over the whole 
mass of plaster-stone. 

This kiln is circular in plan, and has an arched roof i.i, in which are four small flues oo, 
and one large central one T“, all of Nshich can be closed by means of dampers. At ibe bottom of 
the kiln ihcrc is a central furnace i», the flames of which pass through flues kk into the fire- 
chamber r., and hence through twelve openings kk into twelve radiating arched flues MM 
built of the larcesl pieces of plaster-sumc. There is a door at the side of the kiln for the purpose 

of emptying and unloading, and an 
opening N in the roof which serves 
folr filling the top of the kiln. In 
working the kiln, the charge is cal¬ 
cined by means of a moderate fire ; 
!and then about 6 or 7 cub. yds. of 
unburnt stone are added at the top, 
and all the openings arc closed, vkhen 
the second lot of stone is dehydrated 
by the heal slil) contained in lltc first 
charge. 

Although this kiln is expen¬ 
sive to build it is economical in 
workitig. Somelinics the plaster- 
stone is dehydrated by means of 
the waste gases from coke ovens. 
l‘‘or this ])urpo.se llie kilns and 
ovens are arranged thus. 

The hot g.iscs from ordinar)- coke 
ovens pass first into a flue, and then 
Kii:. 30.—Dumesnil Kiln. into a second flue,which leads to the 

kilns through liolc.s in the floors of the 
latter. The hot ga.sc.s may be .shut off from any of the kilns by means of dampers, 'rhe water- 
vapour and gases finally escape from the kilns through the chimney 1-. 

Superheated steam has also been employed for dehydrating gypsum. 

A jet of steam, at a temperature of alx>ul 200'' is blown alternately into each of two chambers 
charged with the raw material, when the water of liydration is rapidly abM)rl)ed by the steam, 
leaving the plaster ready for grinding. 

It is a common practice in this country to prepare the plaster by a continuous 
method in a kiln resembling a baker’s oven, in which the stone does not come ir 
contact with the fuel, but is dehydrated by means of hot gases which pass from a 
furnace through a flue passing round and round the oven. 

Bebt plaster is sometimc.s prepared on a small scale by the moulders by a process known as 
boiling. They first grind the raw stone to a fine powder and then spread the latter in a layer, 
about 2 or 3 in. in depth, upon a metal plate or shallow dish placed over a fire, care being taken to 
avoid loo high a temperature. The water vapour given off from the lower layer appears to raise the 
remainder of the material and keep it in sus{iension with a peculiar motion to which the process 
owes its name of “ boiling,” and small craters are soon formal from which the steam escapes. The 
mass is stirred from time to lime until no more water is given off, when the plaster is ready for use. 

Rotary kilns for calcining plaster-stone have been in use for a number of years both in Europe 
and America. The process is a continuous one. In the Mannheim calciner there is a fire*h«x 
placed in front of a chamber containing a rotating cylinder, the interior of which is furnished with 
shelves.or buckets. Above the cylinder, and connected to it by a pipe, is the forewarmer, which 
consists pf a chamber through which a worm conveyer passes from one end to the other. The crude 
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gypsum is first crushed, but not finely ground, and is then conveyed by means of a bucket elevator 
to a bin placed above the calcincr, from which it descends into the forewarmer, where it is 
carried along by the worm conveyer, and then falls into the rotating cylinder. The fire-box is 
heated to a high teni{'>crature, and hot gases driven by a fan connected to it pass through the rotating 
cylinder, then through the foiewarmcr, and finally through a dust chamlicr to the chimney. Tiic 
strtmg draught of hot gases causes the fragments of gypsum to travel in the same direclitin with a 
velocity inversely proporlitjnal to their size, so that the largest pieces arc exjaiscd to the heat for a 
longer period than the finer particles. The heat is so well utili.scd that the temperature of the gases 
passing to the chimney is only about 8o^ C. 

The Cummer rotary calciner is much used in the United Stales, The raw material, 
which is first crushed and screened until it will pjiss llirough a4*in. ring, is fed through a hopper 
into a cylinder, which is mounte<l trunnions, so tliat it rotates alxiut a slightly inclined axis. 
As the material passes down the cylinder it is picked up and again dropped by the lifting bladc.s 
attached to the inner surface of the latter, thus being thoroughly exposed to the action of the 
hot gases. The latter are drawn by mcsins of a fan into the brick chamber which surrounds 
the cylinder, and sufficient cold air is intrutluced through two registers to cool them to the 
reejuired temperature, after which they are drawn into the cylinder ihrougli an opening, and, 
passing ahjng in the opposite direction to the raw material, csca|>e through the other end to the 
chimney. 1 ‘yrometers arc inserted through the holes in order to control the temperature. The 
calcined material is imiiiedialcly conveyed by means of an elcxalor to the c.alcining bins, wheic 
the heal still remaining in the material completes the calcination, and the cool plaster is finally 
ground, passed through sieves, and placed in sacks. 

Calcining in Kettles.—'ritis is the most common method of preparing 
plaster of Paris in the United State.s, but although superior to the old-fashioned 
European processes, it is slow and expensive, and is therefore being gradually 
abandoned in favour of rotary kilns. 

Tht gypsum is first ground and then charged into cylindrical iron kettles about 8-io ft. in 
diameter and 0-8 ft. higli, through which pass two or four horizontal flues about 12 in. in diameter. 
Tlic *' kettle liotlom ’’ usually consists of a concave-convex iron casting with the convex side [ilaccd 
upwards, but in modem plants sectional kettle bollonis are fre<juently employed. The sides of the 
kettle are of boilci plate Ubout in. thick, an<l the lop is covere<l in by means of a sheet-iron 
cap provided with a door which serves for the introduction of llie raw material. The kettles 
ate supported on and enclosed by masonry, and a fiic space, shaped like an inverted cone, is left 
underneath each kettle. The fiisi floor of the mill is uIkhU a foot from the lop of the kettles, 
which arc usually arranged in pair-n, with a shoot for .supplying ihe raw material, and a pit for the 
calcined malciial to each ])ajr. As it is necessary that the conlciiLs of the kettles .sliould Ik kept 
constantly sliried, each of liie latter i.s provided with paddles driven from an overhead .shaft. 

On starling a kettle, the heal must l>c gradually applied whilst the raw material is being fed in, 
and the contents iniisi be kept constantly stirred. As the temperature rises to about i05"-iio'’ C. 
the conteni.s appear i.j boil violently until ihe mechanically helil water is driven off througli a slack 
pass'ngthrough the sheet-iron cover,after which they .settledown. On heating to i4j'C., however, 
the iioiling commences again as the conjl)ined water liegins to Ik driven ofl'. When the water of 
hydiation has lieen driven off, the hot, finished material i.s run into the fire-proof pit until it has 
slightly cooled, when it is passed through a revolving wire screen in order to separate all large 
particles and coarse foreign mailer, and is finally conveyed to the storage bins. 

Grinding.—The grinding may be carried out either before or after the 
calcination, the latter being the most usual method in P^urope, and also being 
used in America where rotary calciners are employed. 

In eillier case the grinding is a .simple nutter. When the plaster-stone is ground before 
calcination the operation is usually carried out in three slices. The stone is first crushed to lumps 
about 2-4 in. in <liameler in a coarse ciii.sher. Tlie roughly crushed material i.s ilicn passed on 
to cru.shers of fhe cofi'ee mill type, which reduce it to about in. in diameter, and is finally 
ground in fine grinding niRchin-'s, until about 55-65 per cent, will pass through a sieve containing 
100 me.shes to llic linear inch. It i^. then ready for calcination. When gypsum-earth is used 
for the raw material the rough crushers are not needed, and the grinding is carried out in two 
stages. Whei the grinding i.s carried out after calcination it is usually done between millstones, 
but sometimes edge-runners or rollers are employed. The ground plaster should be kept from 
contact '\ilh air, as it readily absorbs nioi.slurc and deteriorates; unfortunately, however, hut 
little attention is usually paid to ihis detail, and the plaster is placed in sacks after grinding. It 
is sometimes the practice in Trance to preserve the plaster in heap.s by slightly wetting the 
surface, so that the crust lluis formed protects the remainder of the heap. Thii plan is at once 
simple and effective. 

. Pure plaster of Paris consists of the hydrateJ calcium sulphate, CaSO^yHjO, 
and therefore contains 93.8 per cent, of anhydrous calcium sulphate and 6.2 per 
cent, of water. The less pure forms, however, and especially the cement plasters, 
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contain various amounts of silica, alumina, feme oxiSfe, calcium carbonate, 
magnesium carbonate, and other impurities. 

Le Voisier ^ was the first to show that the change from gypsum to plaster of Paris <luring 
calcination was due to the loss of water, and that the hardening of the plaster after gauging was 
due to the absorption of water to reform the original compound. Le Chatelier has provt-d that 
plaster of Paris is a definite hydrate, aCaSO^iH^O, and hzs shown that when water is added to the 
calcined plaster a solution is obtained from which the hydrated sulphate .six>n crystallises out, thus 
allowing more of the plaster to be dissolved ; this alternate solution and crystallisation coniinues 
until the whole of the plaster has become hydrated, the two processes going on simuUanemisly at 
different parts of the mass. According to Rohland,^ the hardening of calcined plaster with water is 
a colloidal process. 

The specific gravity of plaster of Paris is about 2.58. The tensile strength is 
about 300-400 lbs. per square inch for neat plaster, and 100-200 lbs. per square inch 
for a mixture of one part by weight of plaster to three of sand. 

Retarders and Accelerators. —Plasters made from impure gypsum are- 
usually sufficiently slow setting, but pure plaster of Paris sets with extreme rapidity, ' 
and, in order to moderate this action, it is a common practice to add various 
substances known as retarders to the cold calcined plaster. 

The materials mostly employed for this purpose are glue, sawdust, blood, and other sulwtatfces 
of animal or vegetable origin. There are also many patent^ retarders which consist essentially of 
the same or similar substancei-. It is usual to add from 2-15 ll>s. of the n^Uuder per ion of 
plaster, the mixing being carried out in a mixing machine, such as the Broughton mixer. Some¬ 
times it is required to hasten the setting of an impure plaster, in which ca.-* an accelerator 
is employed. These are crystalline salts, one of the most etiicicni being sodium chloride 
(common salt). 

Hardening Plaster.— Plaster of Paris may be hardened by me addition of 
various substances. A solution of glue or gum arabic may be employed, .as in the 
preparation of “stucco” (see p. n8), or the plaster may be mixed with a little 
freshly slaked lime, and the casting dipped in a strong solmitm of magnesium 
sulphate. Another method is to use a solution of sodium silicate (water-gl.as.s), hut 
the most usual plan is to use a solution of alum, as in the prep,ar,aiiou of the “ hard- 
finish" plasters (see below, and on p. fi8). 

The casting may he placed in the alum tiaih for some week,., and then slnwly dried, or the 
plaster may Ire soaked in the .solution, dried, and again calcined. Still another mcihud consists in 
mixing the plaster with a little finely ground mallow rocst, and kneading the mixture m water, ui 
in gauging the plaster with a decoction of mallow root. 

Flooring Plasters.— Flooring plasters (Esirkligips) are employed to a very 
large extent in Germany, as they give a hard and durable surface which is very 
suitable fur floors, etc. They are prepared by coarsely crushing a relatively pure 
plaster-stone, and calcining it in a vertical kiln at a temperature of about 4oo”-5oo° C. 
for not more than four hour#. If the heating be continued for a longer period than 
this the plaster becomes entirely deprived of its setting properties. The fuel 
employed is generally coal, and is burnt on a grate at the side of the kiln, the hot 
gases passing through the mass of the gypsum. 'I'he calcined stone is then very 
finely ground. The flooring plasters set with extreme slowness, but finally aciiuire 
great hardness. 'I'hey consist essentially of anhydrous calcium sulphate, CaSO^. 

According to Van’t Hoff when gypsum is completely dehydrated its ability to combine with 
water is at first only retarded, but gradually becomes lost either by prolonged expo.sure to a high 
temperature or hy .submission to more intense heat. Hence the. necessity for keeping the 
temperature at 400“-500'' C., and for discontinuing the calcination after four hours. 

Hard-Finish Plasters.— These plasters resemble the flooring plasters in 
consLsting essentially of anhydrous calcium sulphate, but they are calcined at a 
higher temperature (sometimes at a red heat) and are usually treated with various 

' Le Voisier, (hivrts Completes, 17, 3, 12*. 

* Le Chatelifr, Compt. Rend., 1883, 715; Armates des Mines, 1887 (8), ii, 345 ; “Rech.* 

Expt. sor la Constitution des Mortiers Hydrauliques,” 1904. 

• feahland, Koliiid ZeiUch., 1913,13. 61. 
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chemicals, such a» aliliSi, duripg the process of manufacture. The calcination is 
carried out in two stages, the plaster-stone being first calcined, then dipped in a 
solution of alum, borax, or other salt, and again calcined at a high temperature, 
after which it is finely ground. 

Keeae*8 cement U now the general name for a number of different plasters prepared by various 
manufacturers, the original patent having expired. It is usually prepared by first calcining the 
plaster-stonc to plaster of i^aris, dipping this in a solution of alum or aluminium sulphate, drying, 
and recalcining at a much higher temperature. Sometimes, however, the first calcination is carried 
out at a high temperature, even red heat, and sometimes other salts are used instead of alum; 
indeed in some cases the plaster is prepared without dipping in any solution, when it is of course 
really a flooring plaster. 

Mack’l cement is prepared by adding calcined sodium sulphate or potassium sulphate to 
completely dehydrated gypsum. It sets rapidly and becomes very hard and durable. Martin’s 
cement is similar to Keene's, but the solution of alum is replaced by one of potassium carbonate, 

Parian cement may also be prepared in the same manner as Keene’s cement, employing, 
however, a solution of borax in place of alum ; or it may be manufactured by burning an intimate 
* mixture of powdered gypsum and dry borax and finely grinding the product. All these plasters 
set quickly and become nard and durable. 

MORTAR, CON.CRETE, PLASTER, AND STUCCO 

Mortars. —Mortars are divided into common mortar, which is made with 
lime, and cement mortar, which is made with Portland, natural, or slag cement. 
Common mortar is prepared by mixing lime with water and sand ; the proportions 
taken vary somewhat with the quality of the lime, but are usually one part by measure 
of slaked lime to three i)arts by measure of sharp sand, with enough water to make 
a somewhat stiff paste. 

Small quaniiiics of mortar are mixed by hand, but when large amounts are required it is usual 
to employ some form of mixing macliine. The sand used should be free from clayey matter or 
vegetable earth, and should consist of sharp angular fragments of silica, Ihougli sands derived from 
granites and conlaining a large proportion of leldspar are also va!ua}?!e. .Sand which is much 
water worn, and idown sand, are jiol suitable, because they consist of more or less rounded 
fraj'inents, and blown sand is also loo finely grainerl. Sea .sand is als<» unsati.vfactory because of the 
deliquescent salts winch accompany it. 'Fhese .salts may, h«)wcver, be washed out by prolonged 
exposure to the weather or by washing in running water. Artificial sands, such as crushed sand¬ 
stone, quart/.ilc, granulated blast furnace slag, etc., are also use<l for mixing in nrortar. The sand 
is mixed with the lime in order to reduce the shrinkage and prevent the consequent cracking which 
takes place wlien a pxste of lime and water aUmc i'. allowed to dry, to render the mass more 
poi us—liui.s facilitating the alisorplion of the carbon dioxide upon wliich the ultimate hardening 
of the mortar depends, and to somewhat increase the resistance to ciushing. It also lessens the 
cost of the mortar, l>ecuuse sand is clicaper than lime. Sometimes tra.ss, purxuol.Tiia, or other 
natural or artificial puzzunlunic material is mixed with the lime (see p. 83). 

Cement mortar may consist of a mixture of natural slag or I’orllantl CL-ment, 
sand and water, hut as this does not spread freely it is a common practice to add 
more or less lime, or sometimes loam, although the.se materials (especially the 
latter) are detrimental to the strength of the mortar. 

Cement mortar is employed for masonry structures, which are exposed to the action of running 
water or of waves, as a coating to cover masonry or concrete walls, and for other purposes. 

Concrete.- Concrete or B^ton consists of a conglomerate of pebbles, broken 
stones, gravel, blast furnace sk'g, or sometimes cinders, known as the aggregate, 
embedded in a matrix of mortar, the amount of mortar employed being sufficient to 
fill all the voids between the stones. The mortar may he either hydraulic lime 
moitar, as in the case of ancient or mediteval concrete, or cement mortar as in most 
modern work. 

A distinction is sometimes made between the terms concrete and beton, the former term being 
used when the lime or cement is mixed with the gravel before adding water, as is usually the case in 
this country, whilst the latter term is employed when the lime is worked into a paste before adding 
the gravel. Concrete is used for making blocks of artl'^cial stone of various sizes for building 
purposes and for paving, for the production of monolithic work, and as a backing foe coursed 
masonry. As in the case of mortar, it may be mixed by hand or by machinery, a great variety of 
machines fat this purpose being in use. 
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Armoured or Reinforced Concrete.— For .some years it has been the 
)ractice to employ concrete in which iron rods,' wire netting, or perforated iron 
)Iates are embedded. I'he material thus obtained is known as armoured, reinforced 
)r ferro-concrete (see also p. 129). 

It is used to fi large extent in the construction of arches, pillars, beams, floors, etc*., and also 
or making pipes and tiles. 

Plasters. —The ceilings and inside walls of buildings are usually given a 
imooth coating of plaster. 

In France, plaster of Paris is employed for this purpose, but in Enghmd it is more usual to 
mploy a lime mortal to whicli cows* or calves* hair is added. The vai ions “ haid-fmish ” plasters 
see p. 116), such as Keene's and Parian cements, are also used and, especially for outside work, 
ement mortar. 

Stucco.— Stucco is a special hard plaster which can he polished. It is 
istuilly coloured so as to imitate various kinds of marble. 

There are two principal kinds of stucco, that made from plaster of Paris, and that made from 
ime. Plaster stucco is mixed with a lukewarm solution of size, fisli-gluc, or gum arable. When 
equired of any parliculai colour, the colouring matter K dissolved in liie solution before gauging. 
Lime stucco i.s generally mixed with chalk-, plaster, or other maleiials : the colours are usually 
)btained by mixing metallic oxides and salts willi the Hme. ' Cement plaster is also known as 
:ement stucco when it is employed for coating the surfaces of walls, pillars, etc., white Portland 
:enicnt being particularly .suited for this purpose. 

Staff.— For temporary buildings of an 'ornamental cliaracter, such as those 
■equired for exhibitions, etc., it is usual to employ a plaster which is toughtmed and 
lound together by means of tow, or sometimes by asbestos or slag wool. This 
material, which is known as staff or fibrous plaster, is fixed upon a backing of 
very coarse, open canvas called “ scrim.” 

WATERFROOFING CEMENT MORTAR AND CONCRETE 

It is often necessary that cement concrete should be imi)ermcable to water, as 
in the construction of reservoirs, sewers, and so forth. In such ca.scs it is usually 
quite possible to make the concrete watertight by using a properly graded aggre¬ 
gate, and completely filling the voids with mortar made with cement and fine sand, 
but it is a common practice to have recourse to .some method of rendering the 
cement waterproof 

Sometimes cement work already in existence also often has to be rendered 
watertight, and in this case it is necessary to add a coating of some waterproofing 
material. This may be done by covering the surface with some impermeable 
material; such as asphalt, tar or paint, or by applying alternate coatings of soap 
and alum solution by means of a brush, as in Sylvester’s process, the object 
being to fill the pores of the concrete or mortar with an insoluble precipitate. In 
the case of new work the materials—soft soap, alum, potash, etc., are sometimes 
mixed in with the mortar, and since Moyer ^ has .shown that when mineral oil 
is mixed with cement mortar a waterproof mixture is obtained, this method of 
waterproofing is sometimes employed. Animal or vegetable oils should not be 
used in place of the mineral oil because they are liable to decompose, with the 
liberation of free fatty acids. 

large miml)er of compounds of very varying efficiency have !)cen introduced for this purpose 
under more or less fancy names,'■= such as “ceresit,” “dtiwal,” “impervite,” anti “cement- 
kote. ” So far as the author is aware all the compounds hitherto introduced fail when exposed to 
water under a high pressure, and many have a more or less harmful effect upon the cement, a 
reduction of as much as 30 per cent, in strength being sometimes found. A large number of these 
compounds consist essentially of calcium carlxmate, alum and calcium soap, sometimes with more 
or less free oil or fat. They are usually sold either in the form of a powder to be mixed with the 


■A. Moyer, Connete and Consinictional Engineering, 1910, 5, 166. 

, W. L.J 3 add, ibid., 1908, 3, 154; Journal of the Concrete fnst., 1912, 4, 503. 
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dry cement before adding the water, or in the form of a paste to be mixed with the water used foi 
gauging. One of the l)est compounds of this water-repellant type which has come under the 
author’s notice is known as “medusa.” When mixed with proper care this compound, whicli is 
a fine, white, extremely water-rcpellant powder, proves satisfactory for the purpose for which it is 
intended. Another class of water rcpellants which has Iwen recently introduced consists of 
mineral oils. 

Some waterproofing compounds consist of solutions of sodium silicate (water- 
glass) or silicofluoride, and other silicofluorides, such as those of zinc, magnesium, 
and aluminium, are also used, being sold under the name of fluates. 

One compc'und consists essentially of a mixture of alum and zinc sulphate in a quantity of water 
wliich is insufficient for complete solution, and another consists of a s<dut}on of oxalic .acid. The 
object in all these cases is to fiirm insoluble compounds of calcium in the pores of the mortar 
or concrete. 

Other compounds depend upon the presence of, or are stated to contain 
asphalt, or some other bituminous substance for their waterproofing properties. 

A waterproofing compound of still another type is sold under the name of 

" ironite.'" 

This consists essentially of finely powdered iron and a soluble s.ilt which brings about the 
rapid rusting of the ironjn the presence of moisture. It is made into a paste with water, and well 
rubbed into the surface to be waterproofed by means of a stifi-haired luush, two or three coats 
being usually necessary. The author has found this compound l(» be efficient when properly 
applied. Tlie iionilc paste has con--iderable bonding pow'cr, a broken briquette after being joined 
with the paste frequently showing a tensile'.strength of over 400 lbs. per square inch. A .special 
variety of “jronitc,” which consists of a coarser iron [>ow(Jei and which does not contain the salt, 
is mixed dry with cement to make hard floors, etc. 

The recently introduced super cement (see p. 112) not only jiroduced a 
waterproof mortar or concrete without any further treatment, but the latter is much 
stronger than lliut obtained with ordinary cement. 

CHEMICAL ANALYSIS OF LIMES AND CEMENTS 

Common and Hydraulic Limes. - The water and carbon dioxide in these limes are deter¬ 
mined hy itjnilin); a weighed amminl in a platinum crucible, and ascertaining the loss of weight. 
The cailxm diuside is then determined hy any of the usual methods, that of Fresenius' being very 
suitable; the diflerence between this value'and the loss on ignition gives the amount of water 
pi' .enl. In order to determine the lime and magnesia, which is frequently all that is ncce.ssary, 
a weighed amount of the sample is dissolved in hydnrchlorjc acid, the solution rendered alkaline 
with ammonia, boiled, and the precipitate of silica, alumina, anri ferric oxide liUered off, dried. 
Ignited, and w eighed. 'I'he lime is then precipitated from the filtrate in the form of calcium oxalate, 
filtered off, dried, ignited to the oxide, cooled, and weighed. The magnesia in the filtrate from the 
calcium oxalate is determined as magnesium pyrophosphate, Mg.jIbCb, in the usual manner. 

The calcium oxide in common lime may be determined by brriling about 0.5 g. of tire 
sample in about 250 c.c of air-free distilled water, cooling and titrating the cold solution 

with ^ IfCl, using [rhenoipiithalein solution as an indicator. 

N 

No. of c.c. -. IICI used x 0.0028X too 

.-.WeiiM of snmpiS-= percentage of calcium oxide. 

Portland Cement.- -A weighed amount of the dried cerricnt is placed in an evaporating dish 
and trituiated wiili a little water until all tendency to set has ceased. Hydrochloric acid is then 
added r.ad the contents of the dish evaponated to drjTiess, then baked at a temperature of 200° C. for 
about an hour and allowed to cool. More acid is added, and the process repeated, after which the 
dry m.Tss is treated witli dilute hydrochloric acid, boiled, filtered, and washed, the filtrate and 
washings being m.ide up to 250 c.c. at I5‘’C. The residue consists of silica and insoluble ina'ttcr, 
which are separated in the u.sual manner by fusion with sodium carbonate. A known volume of 
the 250 c.c. of solution is now transferred to a beaker, Hindered alkaline with ammonia, warmed, 
filtered, and the precipitate, which consists of ferric oxide and alumina, washed, dried, and 
ignited. These oxides may be separated and determinerl gravimetrically, but owing to the difficulty 
of carrying out a complete .sepamtion, it is better to d.osolve up the weighed precipitate and then 


Fresenius, “Quantitative Chemical Analysis,” 1900, 1, 340. 
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estimate the iron volumelncally l)y means of potassium permanganate or dichromate, and take the 
difference as the amount of alumina. 

If it is retjuired to determine the ferrous iron, this is done by triturating a few grammes of the 
cement with an excess of water until all tendency to set has ceased, adding a little sodium bicar¬ 
bonate, and washing the mixture into a flask fitted up in the usual manner for solution in absence 
of air, dissolving the cement in hydrochloric acid, and determining the iron by titration with 
potassium bichromate. 

The lime and magnesia in the filtrate and washings from the combined precipitate of ferric 
oxide and alumina are <leterminod in the same manner as in the analysis of lime {see above). 

The sulphur in the form of sulphuric anhydride is determined by adding a solution of barium 
chloride to a known volume of the 250 c.c. of solution (see above), and collecting the precipitated 
barium sulphate, which is dried, ignited, and weighed. The sulphur present, in the form of 
sulphides, may lie determined hy dissolving a known amount of the .sample in hydrochloric acid in 
the absence of air, passing the evolved gases through a solution of cadmium chloride, and weighing 
the precipitated ca<]mium sul])hide. 

The alkalis may he determined hy Laurence Smith’s method,^ and the carbon dioxide 
and water maybe determined in the same manner .as in the analysis of lime. Free silica can 
be separated hy the method of Fresenius,*' and many methods ha\e been described for the 
separation of free lime, among whicli may Ik* mentioned those of Enright^ and Brandenburg,^ 
hut so far as the authoi aware there is no satisfactory method known either for the detection or 
e.stimation of this substance in cement, and its existence in tlie ordinary form in Pi>rfland cement is 
very doubtful. The addition uf limestones may be detected by. the high loss on ignition, due to 
the liberation of carlion dioxide, and that of siliceous materials by the determination of the insoluble 
residue, which should not he above 2 per cent. Accoiding to the Dritish Standard Specification 
(1910) the insoluble residue must not exceed 1.5 pei cent. 

Natural and Puzzuolanic or Slag Cements. —'I'liese are analysed in the same manner as 
Portland cement. Slag cements may Ijc distinguished from the latter by Seger and Cramer’s 
method.* 

Plaster of Paris. —Plaster of Paris, and the related “ flooring ’* and “ hanl-finlsh ” plasters, are 
analysed in much the same manner as Portland cement {see Vol. I., p. 348,Gypsum, for fuller details). 


PHYSICAL AND MECHANICAL TESTS 

Portland cement, being the most important of the calcareous cements, is liic one most ficquently 
submitted to physical and mechanical tests, and when other cements arc tested they are treated in 
much the same manner. The chief physical and mechanical tests are :— 

Specific gravity. Crushing strength. 

Fineness! Setting time. 

Tensile .strength. C«mstancy of volume and soundnes.s. 

Before carrying out the tests for tensile and crushing strength, setting time and soundness, the 
cement .should be sjiread out for a depth of 3 in., and kept at a temperature of C. for 

twenty-four hours. 

Specific Gravity. —Although this test is almost universally carried out in England its utility is 
more than doubtful, and a knowledge of llie specific gravity is no guide whatever to the quality of 
a cement. 'Tiiis fact is recogni.sed in France and Gerin.any, the specific gravity being omitted in the 
French and German standard specifications. According to the British Standard Specification (1915), 
however, the specific gravity of Portland cement, when prc.scnted by the manufacturer, must be not 
less than 3.10. The determination may l>e carried out in an ordinary .<;jH‘cific gravity bottle, but it 
is more conveniently made in a special flask such as that introduced for the purpose by Stangerand 
Blount,* or in Leipper’s modification of Le Chateleir’s flask. The British Standard Specification 
(1915) approves the bottle .shown in Fig. 31. The fla.sk is charged with aliout 100 c.c. of dry 
petroleum, turpentine, or other suitable litjuid, and placed iualiath of water, which is maintained 
at a tempeiature of r5'’-lS‘' C. (58°-64‘’ F.), and allowed to remain therein until the level of the 
contained liquid is constant. This level is read off, and the reading noted on the lower ground 
glass space. Exactly roo g. of tlie cement arc then added, the stopper is inserted, and the 
bottle is gently tapped on a soft pad in order to gel rid of any entangled air. The flask Is now 
replaced in the water hath, which must be retained at the original temjwarure, and whyn the level 
of the liquid is constant, the reading is ag.iin taken, a note of it being made on tlie upper ground 
glass space. 


^ Crookes, ‘‘Select Methods of Chemical Analysis." 

^ Fresenius, “ (Quantitative Chemical Analysis,’* 1900, 2, 259. 

Enright, fount. Amor. Chetii. Soc.., 1904, 1003. 

* Brandenburg, Chew. Zei/., 1909,53, 880. 

Seger and Cramer, Chem. Zeit.^ 1903, 27, 879. 

® Stangerand }UonnU Jewru- Soe. Chem. Ind.^ 1894, 13, 455. 
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The volume of licjuid displaced by the cement is given by the difference between the two 
readings, and the specific gravity of the cement is calculated from the equation— 

A convenient method of ensuring that the petroleum or turpentine is quite free from water is to add 
a little freshly dried cement to the liquid some lime before transferring it to the bottle. 

Fineness. —The degree of fineness of the cement is of the utmost importance, and during recent 
years far more attention has l>een paid to this point than was formerly the case. The fineness is 
tested by means of sieves of buiss wire cloth, which mu^t be woven and not twilled. According to 
the British .Standard Specification (1915) the residue left on a sieve containing 32,400 meshes per 
square inch must not exceed 14 per cent., when 100 g. of the sample is continuously sifted for 
a period of fifteen minutes, and that left on a sieve containing 5,776 meshes per square inch must 
not exceed i per cent, under the same conditions. According to the German “Normen” the 
residue must not excee<l 5 per cent, on a sieve containing 900 meshes per .square centimetre, the 
width of the mesh being 0.222 mm. 

Tensile Strength. —Tests for tensile strength were among the first to be carried out in the 
mechanical testing of Portland cement, and they are still almost universally employed in this 
country, although a knowledge of the tensile strength is comparatively useless because, in the great 



Fig 31.“ Specific Gravity Bottle. Fio. 32.—Briquette. 

majority of cases, it is only the compressive strength that matters. The cement i.s mixed with such 
a proportion of water as to form a plastic mixture after filling the mould. It is then moulded in 
brass or gun-metal moulds, which should be wiped with an oily cloth before filling. The shape of 
the briquettes employed at different limes has varied considerably, but that shown in Fig. 32 is the 
usual modern form, and the one recommended by the British Standard Specification (1915). The 
briquette.^ are kept in a damp atmosphere for twenty-four hours after gauging, and are then placed 
in clean water at a temperature of {58^-64'* F.) until required for breaking ; if they are to 

be kept for more than a week the water must be changed every seven days. They are tested for 
tensile strength itnmediately after being removed from the water. The machines for breaking the 
briquette vary very considerably in design, one of the oldest and best being the Adie Testing^ 
Machine, shown in Fig. 33. Accorebng to the British Standard Si)ecificaticn (1915) the briquettes 
ore to be prepared without ramming or hammering in any form, and are to be tested at seven and 
twenty*eighl days. The average breaking stress of six briquettes must not be less than 450 lbs. 
per .square inch at .seven days, and at twenty-eight days the average breaking stress of six briquettes 
must not be less than the number of lbs. per square inch arrived at from the formula— 

Breaking stress at seven days + ,-— 40,000 Iks. -—^ 

breaking stress at seven days 

In .addition to the test with neat cement, similar tests are carried out with a mixture of i part by 
weight of cement and 3 jxirts by weight of dry standard sand. According to the British Standard 
Specification (1915) the average breaking stress of six the cement and sand briquettes must be 
not less than 200 lbs. per square inch at seven days, and at twenty-eight days the average breaking 
stress of six briquettes must be not less than the number of lbs. per square inch arrived at from 
the formula— 
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T> 1 • i i ) • 10,000 DS. 

Breaking stre<*s al seven davs !------ - • 

i)reaking stress al seven days 

The tensile strength, both uf neat cement and of a mixture <if cement and sand, is omitled in the 
German “Normen.*' 

Cfushing* Strength. —The rompression lest is of much greater importance than the tensile 
test, although it is not so frequently employed, at any rate in this country. Cubes of specifie<I 
dimensions are moulded and kept in the same manner as the briquettes described above, and are 
then tested tor resistance to compression. The machines for carrying out this test are almost as 
variable in design as those employed for the tensile test, hut as in most I’ortland cements the 
crushing strengili is about ten times as great as the tensile .strength, tl«e inat'hines Inive to be much 
more powerful. Amsler and Laffon’s press is a very popular form, and another machine which is 
very convenient and satisfactory is that manufactured by tiie Associated Portland Cement 
Manufacturers {19*0) Limited, which is shown in Fig. 34. Notwiih.standing its importance, the 



Fig, 33.—The Adie Testing Machine. 


compression test has so far been omitted in the British Standard Specification for Portland cement. 
According to the German “ Normen,” however, a mixture of 1 part by weight of Portland cement 
to 3 parts by weight of .standard sand must have a compressive .strength of al least 120 kg. per 
square centimetre after seven days (one day in moi.st air and six day.s in water), and a com* 
pressive strength of at least 250 kg. per square centimetre after a further twenty-one days in 
air at a temperarure of l5"-2o"('. I’ortland cement intended for use under water must show a 
compressive strength of ul least 200 kg, per square centimetre after twenty-eight dajs (one day 
in air and twenty-seven days in water). 

Setting Time.- -The setting time of cement is not usually of great importance, except in the 
case of t^uick-setting cemtnts, when it is an indication of the length of time during w'hich the cement 
may be worked during gauging. It is divided into two periods, known respectively as the initial 
and the ftn&l set or set hard. The time of the initial set is the period between the 
addition of the water and the moment when the mas.s loses its fluid condition, and the final set is 
the period between the addition of the water and the moment when the cement is sufficiently hard 
to w’ilhsland a .specified pressure. The initial set is sharply defined in quick-setting cements, but 
is very v#gue and ijl-defined in those w'hich are slow setting. As the setting time is affected by 
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the amount of water used and the temperature of the room in which the test is carried out, the 
paste must be made of a specified consistency, and the test shouhl be carried out at a definite 
temperature, usually at 15''-iS" C. Both the initial and final setting time are determined by 
means of the Vicat needle, slmwn in Fig. 35. The needle is i mm. square, and is loaded to 
300 g. The cement is contained in a split ring 8 cm. in diameter and 4 cm. high, which rests 
on a glass plate. Tlie consistency is often considered correct wlien tlie mixture is plastic after 
being filled into the ring, a.s in the British Standard S|vcification (1915), hut a modification of the 
Continental nielhotl is Ircqucnth- used. In lliis method the consistency is considered normal uhen 
a plunger i rm. in diameter and weighted to 300 g. penetrates t«» within 6 mm. of the i>otlom 
of the pat. The initial set is considered to have taken jdace when the I mm. needle no longer 
penetrates to the bottom of the mould, and the final set when the needle fails to make any im¬ 
pression upon the suilacc of the cement. Various automatic <levices for the detciminalion of the 
setting time of cement ha\c been introduced. Tetmftjcr used flowing watei to depress the needle 



Fic. 34.—Compre.ssion Test Machine made by the Associated Portland 
Cetnent Manufacturers. 


at regular intervals, and recorded the distance through which the needle moved at each stroke hy 
means of a pen on a rotating disc. Gf>odman cmployetl a small wheel instead of a needle. A 
rolling motion w’a.s imparled to ihi.s wheel, which dipp^ into a trough containing the cement, and 
a pencil attached to the axis of the wheel tiaced the setting curve. Perin's instrument has a needle 
driven by clockvork, and the record is taken as a series of arcs on a drum. None of these 
instruments has pjoved satisfactory. In Marten’s apparatus there are three needles placed side 
by side, which are held up by means of magnets, and caused to descend at intervals by means of a 
cam which cuts out tlie sustaining magnets. After an interval of half a minute the needles are 
again raised, and the table carrying the cement moulds moved forward ready for the next im¬ 
pression. Although this instrument is superior to the others, the results obtained with it are said 
to be less trustworthy than those obtained by hand. In 1908 Woodcock patented an automatic 
apparatus (Patent, No. 17,245, 1908). This apparatus is actuated by means c>f clockwork, 
and consists of two Vicat needles which arc gently lowered on to two semicircular pats of 
cement of standard thickness, held in moulds resting on a turn-table which moves onward one 
space every ten minutes, so as to bring a fresh por<’on of the pat under the needle. The 
whole is enclosed in a case in which the temperature can be kept under control. Once 
started, the apparatus reeds no further attention, the time of setting in minutes being ascertained 
by counting the number of impressions and yiultiplying by ten. This apparatus has been in use 
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since 1908 at the laboratory of Mr F. Woodland Toms, official analyst at Jersey, and has proved 
quite satisfactory, giving results which are more consistent than those usually obtained by hand. 
Another automatic machine is Nicol’s Spissograph. 

Gary * has introduced a thermomelric method of determining the setting lime of cement, in 
which the evolution of heat during the process of setting is ascertained by means of a thermometer 
embedded in the cement, which is held in a rublK-r ring pl.aced in a glass vessel and packed round 
with sawdust in order (o avoi<l loss of heat. The initial set, as indicated by this method, is some¬ 
what earlier than that obtained by the usual Vicat needle test, and, in the case of slow-setting 
cements, frequently cannot be (lefec(e<l at all, on account of the dissijiation of the heal of hydration 
taking place as fast as its evolution. Also the results obtained with different quantities of cement 
vary. For these reasons the use of this instrument has l)cen abandoned, at anyrate in this country. 
There can lx* little doubt, however, that this is a more scientific method of ascertaining the setting 
time than that usually adopted, since it indicates areal point of chemical change in the cement, 
instead of an arbitrary point Jepen<ling upon the weight of the needle chosen, and when it has l)een 
further developed it will probably supplant the older method. 

In the British Standard Sjxxific.aiiun (1915) Portland cement is classified in three groups 
as follows:— 


Quick Setting. —When the initial setting time is not less than two minutes, and the final 
setting lime is not less than ten minutes, or more than thirty 
minutes. 

Medium Setting. —When the initial setting time is not 
less than ten minutes, and the final setting time is not less 
than thirty minutes, or mbre than three hours. 

Slow Setting. —When the initial selling time is not less 
than thirty minutes, and the final setting lime is not less 
than three hours, or more than seven hriurs. 

In addition to these grades, specially slow cements, of 
which the minimum lime of setting lias been specified, ma^ 
also lie supplied. According to the German “Nojmen 
the Initial setting ^»f norm.al Portland cement must not take 
' place in less than an hour after gauging, but for s))ecial pur¬ 
poses a quicker selling cement may be prepared, which niust 
be marketl as such. Tlie final selling time is nol specified. 

Constancy of Volume and Soundness. - The tests for 
constancy of volume and soundness are the most imp4)rtant 
of llie mechanical tests. Soundness was formerly attributed 
to the presence of (ree hme, due to ovcr-liining or under- 
Imrning, winch slake<l and expanded after the setting of tlie 
cement, causing the latter to *‘l)low.'’ At tl»e present lime 
tills view is somewhat modified by most cement chemists. 
Onlinary (juicklime undi*rg<.*es imme«liate hydration on the 
adclition of water, and therefijre, even if jxesent, conld not 
be llic cause of .any subseciuenl expansion ; but when the 
lime exists in a more or less crystalline form the hydration 
lakes place much more slowly. The expansion of cement 
after selling may therefore be due to the presence of lime 
in a more or less rrystallinc form, in excess of that which 
the alile is capable ol holding in combin.ation or in solid 
solution, or it mav be due to the presence of an excess of magnesia, or to an excessive proportion of 
sulpltales. The expansion in the latter rase is considered by Candlot to be due to the formation of 
calcium sulpho-aluininate. Many metltods have been jiroposcd for carrying out the test for change 
of volume and soundness; at the present time an accelerated test is generally employed. In the 
Faija testa freshly gauged pal, placed on a glass plate, is subjected to a temperature of 40.5 - 
43" C. in a moist atmosphere until set, and is then immersed in water at a temperature of 46**49“ C. 
for the remainder of twenty-four hours. If the pat does not show any cracks or blisters on the 
surface next the glass the cement is cotisidered to be sound, otherwise the .sample is spread out 
in a thin layei in a cool dry place for a day or two and the test repeated. If this .second pat 
does not show any cracks or blisters tlie cement is considered sound when properly aerated. The 
Le Chatelier test i.s usually employed. The apparatus consists of a split brass ring 30 mm. 
in diameter and 30 mm. deep, to wnich two pointers, 150 mm. in length, are .soldered (one on 
each side of the split)- The ring is placed on a glxss plate, filled with the cement paste, covered 
over with a second glass plate, and the whole pl.iceil in water at i5“-i8* C. for twenty-four hours 
to set. The distance between the ends of the jiointers is then measured and the apparatus is 
placed in cold water, which is then gradually raised to the Ijoiling point, and kept boiling for six 
hours. After cooling, the distance between the ends of the pointers is again measured, the increase 
in the distance being ‘termed the expansion. According to the British Standard Specification 
(1915) the soundness of Portland cement must l>e determined by the Le Chatelier method, and the 



Fjg. 35,—The Vir.1t Needle. 
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expansion must not exceed lo mm. when the sample has been aerated for twenty-four hours in the 
manner described on p. 124. If the expansion is greater than this limit the test must be repeated, 
with the difference that the sample is aerated at i5°-i8“ C. for seven days before testing. In 
this case the expansion must not exceed 5 mm. 

MICROSCOPIC EXAMINATION 

A microscopic examination of cement is often of value for detecting the presence of adulterants. 
Thus, Kentish rag can be distinguished from clinker by its light colour and smooth apjicarance 
when examined under the microscope. The microscope has played an even more important part, 
however, in the investigation of the constituents of cement clinker and hardened cement. The 
earliest attempts to utilise the microscope in this manner were due to Le Chatelier and Tornebohm, 
the names "alilr." “Iielile” etc., by which the constituents of cement clinker are known, being 
due to the latter investigator. The microscopic examination of the clinker may be carried out in 
two ways : (i) One side of a thin chip of clinker may be ground and polished, the smnnih surface 
cemented to a piece of glass by means of Canada Iralsam, and the other side then ground until the 
section is sufficiently thin and poli.shed. The thin section is then removed from the glass, mounted 
on a microscopic slide, covered with a cover glass, and examined under the microscope by trans¬ 
mitted light. (2) A chip of the clinker is ground and polished on one face only, and examined 
under the microscope by reflected light, in the same manner as metals and alloys are examined by 
metallographists. Owing to the difficulty of obtaining sections of sufficient thinness, the second 
method is to be preferred. The objective should be corrected for use wiihouL a cover glass, the 
most convenient power being a 6 mm., and the eyepiece should be of moderate power so as to 
give a magnification of about 300 diameters. 

In order to polish the clinker it is rubbed on a series of carlxirundum blocks, or sheets of 
carborundum cloth or paper, each successive block or cloth being of finer grain than the last; the 
final polish is then obtained by means of rouge or alumina (diamantmc powder) on a piece of 
stretched cloth. Water mu.st not be u.sed, as it attacks the clinker. When examined under a lens 
the finishctl surface should be free from scratches, and should present a mirror-like polish. In 
order to bring out tlic structure it is nece.s.sary to etch the irolished surface by rubbing it on a 
stretched cloth moistened with water, or by means of a i per cent, alcoholic solution of hydro¬ 
chloric acid. 

The following constituents are found in cement clinker i— 

Alile.—This constituent is in the form of nearly colourless, well-tlcfincd crystals, belonging to 
the rhombic system. It apiiears to be the principal prixluct of the chemical rcaclion between the 
materials in the kiln, and the (|uantiiy found m the clinker increases with the propi.ition of lime 
present. According to Richardson, alite is a .solid solution of tricalriuiii silicate in tricalcium 
aluminatc (.sec p. no). Crystals of jiure alite have been prejxued, and these were found to contain 
lime, silica, alumina, ferrous oxide, and magnesia. 

Belite.—This is similar to .tlite, but lias a darker colour, and usually .shows fine slriie. It 
appears to contain less lime than alite. It is by no means always present in all cement clinker, but 
is usually found in ceineiits winch arc poor in lime. 

Celite.—Celitc and alite are the principal constituents of cement clinker, and are proliably the 
only ones which are essential. Celitc is darker in colour than alite, probably on account of the 
larger proportion of iron which it contains. In the clinker it forms a matrix between the grains of 
alite, so that it apjiears to be the more fusible portion of the clinker, which has actually melted at 
the clinkering temperature and then .solidifietl as a eutectic mixture. .\n incrcascil amount of ferric 
oxide in the clinker causes an increased projiortion of celitc. Accoidiiig to Richardson, celitc is a 
solid solution of dicalcium silicate in dicalcium aluminatc (see p. 110). 

Felite. —This constituent does not often occur in cement clinker, but is found in blast furnace 
slag. It forms rhombic crystals, and may contain magnesia when this is present in the clinker. 
Belite and felite are probably two forms of the same .solid .solution. According to Kappen' the 
proportion of belite to felite in' cement clinker depends upon the temperature of the kiln, the pro¬ 
duction of fclile lieing favoured by a high temperature. 

When clinker is etched with 1 per cent, alcoholic hydrochloric acid, and examined by reflected 
light, it presents the appearance of a numlicr of grains embedded in an intcrrrystalline matrix. The 
grains, which are attacked by the etching reagent, consist of alHe, whilst the intcrrrystalline portion 
appears to be mainly alilf, but often contains more or less of a hard, white, porcelam-like material. 
A number of gas cavities are always seen, showing that the clinker has an open, pumice-like 
structure. Clinker from rotary kilns generally presents a much finer .structure than that from 
stationary kilns, otherwi.se it is es.sentially the .same. 

Hardened cement may be polished, etched, and examined m the .same manner as clinker. Two 
constituents arc found, the first of which exists in small, irregular grains, embedded in a matrix of 
the second constituent. The grains consist of unaltered cement clinker, as may be proved by 
etching with I per cent, alcoholic hydrochloric acid, when their structure may be seen. The 
matrix^may be dyed by immersion in an aniline dye, thus showing its colloidal nature (see p. in). 
The fact that hardened cement contains unchanged clinker explains why it will again set if reground 
and gauged with water, and also why extremely fine grinding improves cement. 


" Kappen, Tmind. Zeit., 1905, 29, 370. 
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SOREL CEMENT 


By James Sheuon, F.I.C. 


UTERATURE 

Pains. — Magnesite Deposits of India/’/..S'. C./., 1909, XXVIII., p. 503. 

Et. KRt“ Cements, Limes and Plasters.” 1905. New York. “The Mineral Industry.” 

1909. 

(iBiri MP.K. —Dammar’s “ Technologic dcr Ncuzerl. ’ 

T'km)ss\kk. — Toninduslric XXV., p. 2115. 

Li HMANN. —( 7 /«w. XXV., Report 345. 

Scin-.r.KF.K.—“Dcr .Magnesit.” 1908. Wein and Leipzig, Ilartleberi’s Vcrlag. 

It has been found that a paste made by mixing lightly calcined magnesia with a 
concentrated solution'of magnesium chloride sets to a hard mass owing to the 
formation of a hydrated basic chloride, the composition of which may be expressed 
by the formula MgCb.5MgO.xHoO, the value of x being about 17. This com¬ 
pound is one of the strongest binding materials known, and the mixture of chloride 
and oxide is technically employed under the name of Sorel- (or Magnesia-) 
Cement. 

The magnesia is obtained' by calcining magnesite, MgCO;,, at a temperature 
of about 800” C. 

The magnesite was formerly burnt in contact with the fuel in shaft kilns, but 
the modern practice is to employ regenerative gas-fired furnaces. The calcined 
magnesia should be free from carbonate, as during the setting of the cement the 
carbonate is decomposed with evolution of carbon dioxide and the production of 
an unsound cement. 'I’he standard quality stipulated for by Continental consumers 
at Leipzig in 1908 contains 85-90 per cent, of magnesium oxide and less than 
4 per cent, of lime. 

The magnesium chloride, MgCL, is obtained as a by-product from the 
mother liquor obtained in the extraction of potassium chloride from the deposits of 
carnallite, MgCb.KCl.6H2O, at Stassfurt.- 

The mother liquor, on evaporation at boiling point to a specific gravity of 1.34, deposits 
magnesium sulphate with chlorides of '•odium and potassium. The hut liquor is separated from the 
crystals and is run into casks in which it solidifies on cooling, and in this state is pul on the market 
as magncbiuir. chloride. Bittern^ the mother liquor after extraction of common salt from sea water, 
is another somce of magnesium chloride. 

For the preparation of sorel cement a solution of magnesium chloride, MgClj, 
of specific gravity 1.16-1,26, is employed. Sulphate should have been removed 
previously by precipitation with barium carbonate. The magnesia is intimately 


* See, however, this work, Vol. I., p. 366. 

‘ See this work, Vol. I., p. 329, Stassfurt Industry, also Weldon and Dtakin l’rocess< 
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mixed wi\h the aggregate, and the mixture is then moistened with magnesium 
chloride solution and filled into moulds. 

Mixtures of chloride and oxide of magnesia are sometimes made and sold under the name of 
dry sorel cement. These are prepared either by simple mixture of chloride crystals with mamesia 
or by heating the crystals of MgCl2.6H20. At temperatures above l86” C. water and hydrochloric 
acid are evolved from this chloride, and, by judicious heating, a mixture of oxide and chloride in 
the correct proportions may be obtained (see Patent, No. 8,307, of 1908). The dry sorel cements 
deteriorate on exposure to the atmosphere and should therefore be packed in soldered tinned iron 
vessels. 

Magnesium oxychloride is one of the strongest cements known. A mixture 
of I part of this cement with 4 parts of sea sand gives a crushing strength of 
over 8,000 lbs. per square inch. One part of the oxychloride will serve to cement 
8 parts of sand. The cement is not appreciably affected by exposure to frost, 
rain, or occasional flooding, and therefore finds extensive application in the manu¬ 
facture of artificial stones for building purposes, especially window sills and door¬ 
steps, but it is not suitable for stones constantly exposed to water. Owing to its 
great mechanical strength, this cement is used in the manufacture of abrasive 
wheels which can be run at a considerable velocity, but such wheels are by no 
means reliable unless they can be kept quite dry. If employed for wet grinding 
they soon crack and become dangerous. Silicate ceifient is not open to this objec¬ 
tion (see Grinding and Polishing Materials, p. 4t5)- Sorel cement is sotne- 
times employed in the manufacture of artificial marble as it is capable of taking 
a very fine polish. 

Many patent flooring compositions contain magnesia cement (see British Patents, Nos. I4,l73and 
14,297, of 1906), and a material known as “xylolite” is composed of sawdust united with this cement. 
In Hamburg a flooring whieh is much in vogue is made by using magnesium oxychloride to cement 
sawdust which has been impregnated with oil. Such a floor I in. thick costs 8s. per stptarc yard. 

The cost of sorel cement is considerably higher than that of Portland cement: during the year 
1909 the price of calcined magnesia, its principal ingredient, wasf 14 to 816 per ton at the Californian 
magnesite deposits and $13 in Greece, whilst the average price of Portland cement throughout the 
United States during the same year was $5 per ton. 
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ARTIFICIAL STONE 

By James Shelton, 

LITERATURE 

MlHhl.ETON,— Building ^laterials.’' London, 1905. 

- “ Patent Victoria Slone.'’ London, 1883. 

DiuiitN.— “Lime, Moilar, and Cement.” London, 1909. 

Kltiii,. - “Chemische Techitoiogie tier Neu/erl." 1910, pp. 764.767, 

rKOiiit.—“Das Konservieren tier Baiimaterialien.” Wien, 1910. 

Artificial stones arc produced by cementing together rock fragments such as 
quarry waste, sand, mining tailings, etc. Because of their relative cheapness and 
freedom from flaws, these artificial stones compare favourably with the natural 
product. The si/c and shape of the blocks can be varied at will, and ornamental 
stones are now manufactured which ec|ual in appearance the carved natural stone. 

'I'here are several kinds of artificial stone, and as they do not readily admit of 
classification, they may be de.scribed briefly as follows:— 

Concrete. —Under the name of concrete, building stones and paving blocks, 
steps and window sills are manufactured from a mixture of one part Portland 
cement with three to nine parts of mineral fragments (or agrgregate), varying in 
size from fine sand to large pebbles. Steel rods are often embedded in the material 
in such a position as to take the tensile stresses, the concrete itself being capable 
of bearing considerable compression (see Concrete, p. 118). 

Victoria stone is a concrete made of finely crushed granite with a third of 
its weight of Portland cement. It is usually made from Leicestershire granite 
which has been washed free from soluble salts, dried, mixed with cement, and the 
mixture wetted and compressed into moulds. The blocks, when set, are hardened 
by immersion in a bath of sodium silicate for about a fortnight. Exposure to air 
effects a further hardening of the blocks, but the hardening is seldom, if ever, 
complete. 

This stone has a crushing strength of over 8,000 It®, per square inch, and shows a porosity of 
1,3 per cent, when niitnerscd for twenq -four hours in water. Iron oxide is often added to inigtart 
a red colour to the stone. “Imperial Stone,” “Empire Slone,” and “Indiinitcd Stone" arc 
concretes if a similar nature. 

Ward’s stone is a concrete composed of oolitic limestone and Portland 
cement, and is utilised for ornamental stairways. Another variety of stone sold 
under this name is composed of granite and Portland cement. Stuart’s grano¬ 
lithic stone and Globe granite are of similar composition. 

A concrete made of crushed York stone ehippings and Portland cement, 
hydraulically pressed into moulds, is sold as a paving material under the name of 
non-slip stone (see also Patent, No. 383, of 190*). 

VOL. II. —9 
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Clinker and Slagblocks. —In certain districts mixtures of lime with natural 
puzxuolanic materials, destructor refuse, or granulated blast furnace slag, are utilised 
for the preparation of building and paving blocks, but they are only used to a 
limited extent, generally by municipal authorities, or large firms who can find a 
definite use for them. 

> 

Ford’s silicate of lime stone is produced by pressing a mixture of burnt 
lime and sand into a perforated mould. The lime is slaked with boiling water and 
the stone hardened by exposure to superheated steam for a few hours at a pressure 
of 120 lbs. per square inch. 

Ransome’s artificial stone— one of the earliest of this class of material— 
is described under Sodium Silicate (p. 134). 

Plaster cements are used as the binding material in many artificial stones 
and imitation marbles which are very suitable for interior decoration, but are of 
little use in situations exposed to the weather. The veinings of natural stone arp 
imitated in various ways. A common method is to render plaster slow setting by 
gauging with size water, and to colour it by the addition of such substances as 
graphite, pyrolusite, cinnabar, litharge, chromium oxide or zinc white. This 
mixture is then kneaded together on a glass plate so as to form a paste. For the 
preparation of Marezzo marble, fibrous materials dipped in a cream, or slip of 
Keene’s cement (p. 117), coloured to the tint desired for the veining, are arranged 
on a glass plate. A thin coat of slip, tinted to the body colour of the marble, is 
then poured on the plate. The threads are picked out, leaving some of their 
coloured slip in the place they occupied, and dry Keene’s cement is added to 
absorb the superfluous moisture. A backing of cement is then added to give 
rigidity to the slab. 

According to Czermak (British Patent, No. 9,376, of 1901), marble may be copied in the following 
manner; A thin slip of coloured plaster is cast on a glass plate. The plaster is allowed to set and 
is then broken and the fragments separated slightly from each other. Plaster of another colour 
is then applied so as to fill up the interstices and produce veinings. See also British Patents, Nos. 
7,081 and 18,744, of 1901 i Patent, No. 17,700, of t90S. 

Scagliola is the trade name of a stone manufactured from Keene’s c.ement 
mixed with colouring matters, to which is added water containing dissolved glue 
or isinglass. 

Sorel cement is employed for the manufacture of stones of great mechanical 
strength. Particles of carborundum or corundum cemented with this material form 
abrasive wheels, but these are not of the best quality (see p. 415). Stone stairways 
and stair' treads are prepared with sorel cement, and in some localities this material 
is used in the manufacture of building blocks and window sills. Unfortunately, it 
is not very resistant to the weather 

This cement is sometimes employed as the binding material for aitificial marbles, as the cement 
sets to a hard mass capable of taking a very fine polish. See Patents, Nos. 8.556 and 16,640, of 
1901 i No. 20,492, of 1902. 

Other binding materials utilised in special cases for artificial stones are asphalt, pitch, wax, 
casein, powdered talc, sulphite cellulose (Patent, No. 11,830, of 1904), etc, A stone may also be 
prepared by mixing sand with linseed oil and flowers of sulphur. On heating .the muture, 
vulcanisation takes place and a solid block is produced. 

Reconstructed stone is manufactured from the debris of limestone quarries. 
This is crushed, mixed with dolomitic lime, and charged into retorts in which it is ■ 
heated to i,opp' C. The calcined mixture is then slaked and consolidated in 
moulds under pressure. The blocks are exposed to the drying action of air at 
about-40” C. and are placed in steel tanks. The tanks are then closed, the con- 
tained*ait iS pumped oat, and carbon dioxide, driven off from a further supply of 
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raw material in the retorts, is pumped into the tanks; the lime is thus recarbonated, 
yielding fairly hard blocks. 

Blocks of stone similar to marble may be pnxluced by compressing slaked lime and carbonic 
acid snow into moulds made of fusible metal. If clay is added, a stone suitable for lithographic 
purposes may be obtained (see Patents, No. 13,467, of 1900, and No. 20,070, of 1905). 

Moreau marble is prepared by immersing soft amorphous limestone in a 
bath of zinc sulphate so as to harden it. The limestone blocks are cut to size and 
stained before immersion. Afterwards they are dried by hot air, and in some cases 
the blocks themselves are heated. 

The material has a crushing strength of over 4,000 lbs. per square inch and, on polishing, gives 
a surface equal to that produced on natural marble. 

Lime-sand bricks (p. 223) are sometimes made in larger sizes, and the material 
is then classed as an artificial stone (see Patent, No. 2,605, of 1906). 

Blast furnace slag is cast in iron moulds and then allowed to cool slowly in 
an annealing oven. Bricks so produced make a good paving material. See also 
“ Clinker Bricks ’’ {ante). 
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By James Shelton, F.I.C. 
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A soLU'iiON of sodium carbonate or hydroxide slowly dissolve.s silica. The rate 
of solution may be accelerated by boiling under pressure, and this is one of the 
methods employed for the manufacture of sodium silicate. Flint is commonly used 
as the source of silica ; it is reduced to a fine state of subdivision by heating to 
redness, then quenched by tipjiing it into a large mass of water and grinding the 
cranked mass to a fine powder. In some distriets infusorial earth is used instead 
of silica. The silica powder is digested with caustic soda in an iron boiler for about 
twelve hours at a pressure of about 60 lbs. per square inch. An almost neutral 
liquor, is thus obtained, and this is concentrated until it has a specific gravity of 
about 1.7. The syrupy solution containing about 50 per cent, of sodium silicate 
is put on the market under the names sodium silicate, water-glass. Soluble 
glass, etc. 

An alternate process invoU ing the fusion of a mixture of silica and sodium salts is also commonly 
employed. The silica, pulverised as al>ove, is mixed with a little charcoal powder and the sodium 
carbonate, or sometimes hyltoxidc or sulphate. The mass is then fused in a reverberatory furnace 
for about eipht hours, at the end of which time it is run off into moulds. The blocks so produced are 
crushed and then dussolved by tioiling with water in closed vessels under pressure. 

The compo.sition of the commercial article is shown approximately by the 
formula Na,,0.4Si0i, but many samples have a greater or less amount of silica than 
this formula indicates. 

A mixed silicate of soda and potash is sometimes prepared, and it is claimed that with an equal 
percentage o.' siltca this mixture has a greater fluidity than a solution of sodium silicate. 

Sodium silicate is decomposed by carbon dioxide, gelatinous silica being 
deposited, but with bases such as lime and magnesia insoluble silicates are produced. 
Because of these properties water-glass is largely employed as a cementing material 
and for reducing the porosity of stones (see Patent, No. 12,980, of 1908). It is also 
employed as a rust-proof coating for metals, for the preparation of silicated soaps, 
for impregnating wood or cloth to reduce inflammability, and as a fixing agent for 
various dyes, especially in stereochromic work. An insulating material for covering 
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' stc&ni'pip^ is, Manufactured by mixing sodium silicate with mica or asbestos and 
■^ihbjting-^iie iftfxture to a bright red heat. 

Raflsome’s artificial stone is prepared by mixing .sodium silicate with sand, moulding the 
mixture to shftpCi and then immersing the product in a solution of calcium chloride. A cement of 
calcium silicate is thus produced, and the sodium chloride formed is removed (though not completely) 
by prolonged washing with water. Samples of this stone have attained a crushing strcrigth of 2 
tons per square inch. This process, owing to the expense of the skilled labour required, has 
been discontinued (see also Patents, No. ^> 339 » of 190S). 


UrftUte (Patent, No. 6,016, of 1902) is made by compressing asbestos pulp into sheets which arc 
then sprayed with a weak solution of sodium silicate and bicarU)natc. 

After drying, the sheets arc ready for use. 
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LUTES AND MISCELLANEOUS 
CEMENTS 

By Geoffrey Martin, Ph.D., D.Sc. 

The more important cements have been described above in the preceding articles. 
There remain, however, a considerable number of miscellaneous lutes and cements 
which are of the greatest possible use to tbe chemical engineer and works chemist, 
and a brief account of these will not be out of place here. 

Lutes and Cements to Resist Sulphuric and Nitric Acids.— (i) Powdered 
pumice is mixed with silicate of soda solution of 50° Be. If the lute is required to 
set hard add a base like red lead, or lime, or magnesium oxide. 

(2) A mixture is made of 2 parts of powdered asbestos, i part of barium 
sulphate, and 2 parts of silicate of soda solution of 50' Be. den.sity if the acids acting 
on the surface are concentrated, and 130° Be. if they are dilute. In any case the 
surface of the cement should be painted with acids. 

Another good lute much used for nitric acid retorts consists of blue asbestos 
fibres, blue asbestos powder, sodium silicate solution, together with a little tallow 
and boiled linseed oil. 

(3) A cement which will resist hot nitric acid consists of a mixture of i part 
of asbestos, i part of sand, and 2 parts of silicate of soda. 

(4) Acid pipes are usually luted with wet blue asbestos fibres, pressed together 
so as to form a paste or mat, and moistened with sodium silicate solution. 

Lute Proof against Nitric and Hydrochloric Acid Vapour.— Mix 
together i part resin, i part sulphur, 2 parts brick dust. Then melt together. 

Lutes for Chemical Retorts.—(i) The following is a very ancient one:— 
Mix together 2 parts of fine lime, 2 parts of fine flour, and i part of potter’s earth. 
Beat up the white of egg with an equal bulk of water, and make the solids into 
a paste with the liquid. 

(a) A well-known recipe, which is also used in melting pots, is this:—Mix 
sifted brick dust with an equal amount of red lead. Rub the mixture with boiled 
linseed oil and coarse sand to the stiffness of cement. To cover vessels, apply the 
paste and then dust sand over it. 

(3) For large pots use a mixture of 3 parts litharge, 2 parts freshly burnt 
pulverised lime i part white bole ; linseed oil. 

■ (4) Freshly slaked lime is mixed into a concentrated solution of borax. The 
mixtur* is applied with a stiff brush and allowed to dry. When heated the cement 
fuses to a glaze. 

See also above under “ Lutes and Cements to resist Nitric and Sulphuric Acids.” 

Crucible Lutes. —(i) Powdered clay and brick dust are mixed with a solution 
of borax in water. 

(*) Freshly slaked lime and a concentrated solution of borax are made into a 
paste and allowed to thoroughly dry after applying. 

Crucible Cements. —(1) Mix powdered clay and brick dust with water or 
a solution of borax. With the borax the lute fuses to a compact vitreous mass in 
the crucible. 
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(2) 2 parts slaked 1/me, z parts borax, and i part of litharge and water are 
made into a paste. 

Cement for Furnaces.— Fire-clay, i part; burnt fire-clay, 1 part; mixed with 
sufficient silica of soda to make it plastic. 

Cement to Resist White Heat.— Plumbago, i part; manganese dioxide, 
I part; salt, | part; borax, ^ part; iron filings, free from iron oxide, 2 parts; 
pulverised clay, 4 parts. Mix with water to form a thick paste; use immediately, 
and heat slowly to nearly whitene.ss. 

Water-Glass, Zinc, and Pyrolusite Cement— Mix quickly together 
100 parts zinc white, 80 parts pyrolusite, 20 parts water-glass, and apply at once. 
This cement hardens in a short time, and is adapted for cementing the joints of 
pipes exposed to a red heat. When fused it forms a glass-like joint of great 
adhesive power. 

A joint which will resist great heat is made by mixing asbestos powder 
into a thick paste with liquid silicate of soda. 

Non-conducting Cement for Covering Boilers and Steam Pipes — 

Mix together Portland cement, i part; flour, 2 parts; sawdust, 4 parts; fine sand, 
I part. Next mix in clay, 4 parts; plasterer’s hair, 1 part. Mix well with water to 
consistency of mortar, and apply with a trowel to the thickness of 1 in. When dry 
apply successive coats of i in. thickness until a dejith of 5-7 in. thic.kness of com¬ 
position is applied. Each coat must be dry before the next is applied. Finally, 
give two to three coats of tar. 

Many such compositions are sold, the main basis being asbestos. 

Cement for Fixing Tiles in Fireplaces and Grates.- Mix equal parts of 
pkster of Paris, sand, and hair mortar. 

Cement for Fixing Iron Bars into Stone.— Use a compound of equal (tarts 
of pitch and sulphur. 

Cement for Seams and Joints of Stone Cisterns.— Use 6 parts of 
powdered brick; i part of white lead; i part of litharge. Mix to a paste with 
boiled linseed oil. 

Cement for Steam and Water Joints.— (i) Powdered litharge, 10 lbs.; 
plaster of Paris, 4 lbs. ; red lead, 2 lbs.; yellow ochre, J lb.; hemj) cut into J-in. 
lengths, h oz. Mix with boiled linseed oil to consistency of putty. 

(2) White lead, 10 parts; manganese dioxide, 3 parts; litharge, 1 part.’ Mix 
to a putty with boiled linseed oil. 

(3) I'he following is a good cement for faced steam joints :—White lead, i part; 
red lead, i part. Mix with linseed oil to a putty. When great heat has to be 
resisted add i part of plumbago to above mixture. 

Cement for Cisterns and Watercourses.— Mix together (lowdered burnt 
clay, 50 jiarts; powdered fire-brick, 40 parts; litharge, 10 parts. Stir in boiled 
linseed oil until the mass becomes of the consistency of a paste. Wet with water 
the parts to be covered before applying. 

Rust Joint Cement for Cast-Iron Cisterns —(1) Cast-iron borings, 
5 lbs.; powdered sal ammoniac, i oz.; flour of sulphur, 2 oz. Mix with water. 

(2) A slower acting but better cement consists of cast-iron borings, 6 lbs.; 
powdered sal ammoniac, 1 oz.; flour of sulphur, h oz. Mix with water. 

The weight in pounds of dry iron borings to be used in making a joint is 
obtained by dividing by five the cubic contents in inches of the joint. - 

(3) Another much used mixture consists of iron filings, sal ammoniac, and acetic 
acid. Used for joining together the sections of cast-iron nitric acid stills. 

Enamel Glaze Cement for Coating Iron- Pans.— Flint glass, 130 parts; 
sodium carbonate, 20.5 parts; boric acid, 12 parts. First dry at too' C., then heat 
to redness, and carefully anneal. 

Cement for Marble- —(1) Fine sand, 20; litharge, 2; dry slaked lime, i; 
plaster of Parisy r. Make into a putty with boiled linseed oil. 
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(2) Keene’s Marble Cement consists of baked plaster of Paris, moistened 
with a saturated solution of alum, recalcined and reduced to powder. 

Cements for Joining Metals and Woods.— (i) Melt resin and stir into 
it calcined plaster of Paris until the mass is pasty. Add boiled oil until the paste 
is thinned somewhat, and apply hot. 

(2) Dissolve in boiling water, glue, 2J lbs.; gum ammoniacum, 2 or,. Add in 
small quantities 2 oz. sulphuric acid. 

Cements for Joining Metals to Earthenware.— Mix together washed 
fine sand, 20 parts; litharge, 2 parts; powdered quicklime, i part; mix with boiled 
linseed oil, and colour with pigments. 

Cements for Joining Metals to Glass.— (1) Mix 2 jiarts of powdered 
litharge and 1 part of white lead. Then stir this powder into the liquid formed 
by mixing 3 parts boiled linseed oil with i part of copal varnish. 

(2) Melt together with stirring on the water bath, copal varnish, 15 ; drying oil, 
5 ; turpentine, 3. Then add to parts slaked lime. 

Turner’s Cement. —Bees’ wax, 2 parts; resin, i ])art; pitch, t part. Melt 
together and stir in fine brick dust. 

Cement for Plumbers. —Black resin, i part; brick dust, 2 parts. Melt 
together. 

Cement for Joining Porcelain Heads to Metal Bars.— Mix Portland 
cement with hot glue. 

Cement for Fixing Pyrometers into Furnaces —A mixture of litharge 
and glycerine is much used. 

Composition Insoluble in Benzene and Petroleum.— Gelatine mixed 
with glycerine yields a liquid when hot, but which solidifies on cooling, forming 
a tough elastic material which much resembles indiarubber, and is quite insoluble 
in petroleum or benzene. 

Casks can be made impervious to benzene or petroleum by painting on the 
inside with this compound. 

The material is also used for printers’ rollers, and also buffers for stamps. 

It should be noted that ordinary soap is insoluble in 1360 / 006 , and forms a good 
lute. Therefore also a good lubricant for pumps working benzene, and for threads 
of screws. 

Joints which will resist benzene may be made of a mixture of plaster of 
Paris and hot liquefied glue. Apply hot. Litharge and glycerine also form a 
good lute. 

Lute for Neck of Bottles with Glass Stoppers.— Take equal parts of 
linseed meal and whiting, and make into a stiff paste with water. Apply round 
stopper. 

Dental Cements. —(i) i part of finest pulverised glass is mixed with 3 parts 
of calcined zinc oxide (which must be kept in well-stoppered bottles), i part of 
borax is dissolved in the minimum amount of water, and mixed with zinc chloride 
solution of T.i; sp. gr., which must also be kept in a well-corked bottle. For use, the 
powder is mi^:ed with some of the liquid to form a putty, which soon hardens to a 
slonc-likc mass. The material is an excellent, tenacious, quick-binding cement. 

(2) 5 parts of oxide of zinc, 2 parts silica (silex), i part borax, are moistened with 
a solution of i oz. zinc chloride in 6 drachms water. It sets in thirty minutes. 
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CLAYS AND ALLIED MATERIALS 


By Alfred B. Searle 

Analytical and Consnl/in/^ C/icf/iistt Sheffield 

LITERATURE 

The literature on clays is very prolific, but most of the information is scattered through scientific 
and technical journals not readily accessilde. The following books will give all the information 
required by those who are not specialists in clays:—“British Clays, Shales, and Sands,” by A. B. 
Searle ; “The Natural History of Clay,” by A. B. Searle ; “Treatise on Ceramic Industries,” by 
K. Bourry, translated and revised by A. B. Searle; “Clays: their Occurrence and Use,” by H. 
Kies ; “ The Silicates,” by W. and I). Asoh, translated and revised by A. B. Searle ; “ Ilandbuch 
dcr gesammten Tonindustrie,” by Bruno Kcrl; “Notes on Pottery Clays,” by J. Fairie; “Die 
feuerfesten Tone,” liy C. Blschof; “Science of Brickmaking,” by 0 . Harris; “Gesammelte 
Schriften,” by 11 . Seger ; “ The Clayworkcr's Handlxiok,” by A. B. Searle. 

• Most lxM)ks on applied geology also deal with clays, though usually in a somewhat superficial 
manner. Further information on clays will l>e found in the literature listed under such headings as 
Pottery, Earthenware, Porcelain, Bricks, Tiles, Furnace Linings and Refractory Materials in the 
present volume. 

Gloi.ogicallv, clays are regarded as the product of the action of the weather on 
granitic (felspathic) rocks, but the term is also applied to most minerals which 
possess the property of being plastic when mixed with a suitable amount of water. 
The materials included as “ clays ” by geologists, therefore, comprise many 
mixtures of clays and other minerals, and no classification of clays from the geologi¬ 
cal point of view is wholly satisfactory to those engaged in the industries in 
which clays are used. 

So far as their chemical constitution is understood, clays appear to consist 
essentially of one or more aluminosilicic acids, that is, of complex acids containing 
silica and alumina combined with the elements of water, the whole forming a 
definite chemical compound of an acid character. 

For many years it has been understood that ihere is in all clays a certain essential and character¬ 
istic material—for which the term “clay substance” is usually employed, but a careful study of the 
products obtained by purifying various natural clays inevitably lead.s to the conclusion that the term 
“clay substance” is not gne single chemical compound, but is applicable to a number of different 
substances, all of which are very closely related to each other. Just as in organic chemistry there is 
a large class of alcohols (ranging from the simple methyl alcohol to the highly complex sugars and 
benzene derivative.s), so the term * ‘ clay substance ” covers an enormous numl^r of different substances 
of the same general properties and closely allied to each other, their chief characteristic being that 
they arc all aluminosilicic acids. It should, however, be observed that the term “ clay substance ” is 
used somewhat loosely by some writers, and is often applied to crude clays which cannot be further ^ 
purified than by the elutriatlon they have received. Such clays not infrequently contain a consider¬ 
able proportion of rock flour of a highly siliceous or ferruginous character, together with extremely 
fine particles of mica and other minerals, which arc clearly not of the nature of clay. 

Failure to recc^nise the definite nature of true clays has created an enormous amount of con- 
fu^on, and the number of erroneous statements in the literature of clays and allied substances is so 
great that it is exceedingly difficult for the student to know what is true and what is incorrect. 

The difficulties experienced in the investigation of the constitution of clays are enormous, and 
arc due quite as much to the stable nature of the “c’ ty molecules” as to the complexity of their 
constitution. Indeed, it is difficult to find any other group of substances of so definite a character 
which leads so easily to Ac drawing of wrong conclusions. Thus, the action of alkalis on claw 
leads to the conclurion that clays are colloidal m character, and Ais appears to be confirmed by the 
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power they possess of adsorbing dyes; yet there is ample evidence to show that the action of 
alkalis is to form new com}X)unds, and that the adsorption of dyes is not a true adsorption, but a 
definite chemical comlnnaiion of the acid (clay) with the dyestuff. In a similar manner, the fact 
that clays do not melt sharply (like most definite chemical comjxmnds), but over a range of tem¬ 
perature (like mixtures and the so-called ‘‘ solid solutions is often thought to show that clays do 
not possess a definite cliaractcr so far as their cliemical constitution is concerne‘l. This conclusion 
overlooks the remarkable resistance of clay.s to the action of heat and their resultant low con¬ 
ductivity, and it is by no means improlxible that the range of fusion they exhibit is due to this 
resistance and not to theii chemical constitution at all. 

The difficulty of purifying clays without seriously altering their composition is a source of endless 
trouble to those who are investigating their nature and pro|>eilies. The minerals with which all 
natural clays are contaminated can only be removed to a very limited extent by elutriation and 
deposition, for the finest piirticles of rock Hour have a specific gr.ivity so close to-that of the true 
clay as to render complete sejiaialion by this means impossible. Cliemical reagents will not 
remove these adventitious minerals without simultaneously attacking the clay, nor is any solvent for 
the clay known which does not either decompose it or attack the impurities present in it. The 
usual melhorls of purification by crystallisation are inapplicable, and the formation of yilubic or 
insoluble compounds which can afterwards be reconverted into the original clay has not yet been 
accomplished. Several investigators have attempted this method of purification, only to find that 
the clay itself was converted into an isomeric aluminosilicic acid from which the original substance 
could not be obtained. 

Clays behave precisely like other complex, insoUilde acids; that is to say, they combine with 
definite stoichiometric proportions of bases when heated with solutions of the latter, but the “ clay 
molecule’' is so complex, and it has so strong a tendency to form isomeric and simjHer compounds, 
that it is exceedingly difficult to separate the aluminosilicates thus obtained. By fusing clays with 
alkalis or carbonates the complex aluminosilicates formed by the action of solutions appear to be 
protluced, but on treating these with such acitls as acetic or hydrochloric acid, the complex salt is 
decomposed, and on evaporation and gentle ignition all the silica sepaiales out in a free slate. 

When heated for a long time with concentrated sulplniric acid, clays are converted into soluble 
aluminosilicic acids with loss of silica, or silica and alumina. Unfortunately the reaction which 
occurs is so complex that this treatment cannot be made the liasis of a method of determining the 
proportion of true clay in a samjde, though it has been erroneously used for this purjMisc ever since 
Seger’s classical research on the subject more than thirty years ago. Unforlunalely, Seger over¬ 
looked the fact that the action of the strong sulphurfc acid is to etfecl a partial deconijxisition of 
the clay, an<l the formation of a more stable aluminosilicic acid. The precise acid foimcd depends 
on the molecular constitution of the original clay, and where llic sample contains free silica, mica, 
felspar, and other siliceous minerals, the composition of the jwriion solulde in the sulphuric acid 
docs not give any clear indication of the composition of the original clay. With very pure clays— 
such as the finest grades of kaolin or china clay—fairly consistent results are obtained, but even 
these usually show a larger projwtion of free silica than is actually present, and the method is 
therefore liable to be seiiously misleading. 

The action of heat on true clays (aluminosilicic acids) is e<iually complex. At a temperature of 
about 500“ C. the acid is converted int«) an anhydride with conse<jttent loss of water. As the 
anhydride is far more stabU than the acid, it will readily be understood that on heating to adower 
temperature some slight loss of water occurs, but the reaction or dehydration only occurs with 
appreciable rapidity at tem})cratures approaching 500” C. and aljove. The amount of water formed 
by the decomposition depends upon the particular aluminosilicic acid present; with the best kaolin 
or china cl^y it averages about 13 per cent. The anhydride thus formed is far more readily 
soluble in acids than is the original clay, unle.ss the heating has been carried out at so high a 
temperature that decomposition or polymerisation occurs, and an insoluble (except in hydrofluoric 
acid) anhydride is produced. If the temperature is sufficiently high (aliovc 1,200* C. in mo.st cases), 
and the cooling is carric<l out under favourable conditions, the decomposed or polymerised anhydride 
will form crystals which are not readily attacked by hydrofluoric acid, and have a crystalline form 
and ultimate composition greatly resembling sill^anite (Al.PjfvSiO.^). Whether these crystals 
are really sillimanite or whether they are a highly complex aluminosilicic anhydride, in which the 
alumina and silica are in similar proportions, remains to be proved. 

It has I>een suggested that the action of heat on clay is to decompose it into free silica, free 
alumina and water, but strong as is the evidence in favour of this theory, that opposed to it appears 
to be equally ao, if not stronger. 

From the foregoing statements, it will be understood that the proximate composition of natural 
clays cannot be ascertained from the results of an ultimate analysis, nor is it possible to state with 
entire accuracy the miocralogical compojilion of any clay. The Iiesl that can i)e done is to 
serrate the coarser particles by washing the sample on a sieve with 200 meshes per linear inch, 
and treating the portion which passes through the sieve in a Schoene’s clutriator with a 
stream of water flowing at the rale of 0.18 mm. per second. This will remove all the clay 
glides, together with a variable proportion of the finest particles of other minerals.^ The ** clay 
substance” thus removed must then be analysed in order to ascertain its ultimate composition. 


* If thy( sample being examined Is a shale or indurated clay it will be necessary to disintegrate 
it by boiling it with #ater to which a liitle ammonia has been added. 
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the purest clays are examined in this way they approximate to the composition represented 
oy tne lormula HjAljbijO,, or as it is commonly but erroneously written, Al„ 0 , 2 Si 6 s. 2 H »0 
this formula has a simplicity which is probably misleading-so far as can be ascertained at the 
present time it would be more correct if multiplied by six, so as to be represented by Ho,Al,«Si„ 0 „. 
It Asch s theory as to the conslilution of aluminosilicates is correct, and the evidence in its favour 
is very extensive-clays are ring compounds analogous to those of the aromatic series in organic 
chemistry, and contain the aluminium and silicon atoms arranged in groups or rings, each coniaining 
five or SIX atoms, whilst the hydrogen atoms, and some of the oxygen ones, are in the form of side 
chains. The number of possible compounds corresponding to this formula, and to such variations 
of It as may readily lie conceived, is exceedingly large, and as each different type may be further 
modified by the replacement of some of the OH-groups by OK- or OCa-g'roups, elc., il will 
readily be unde^lood that llic nurolier of theoretically possible clai s is almost beyond the limits of 
enumeration. T!ie chief types of clay formuhie are the following 

[In each case, Si=6Si(OIlh. Si=sSi(On)j, K=6R(OH),. ]R=5RfOH)j.] 

(a) Si • k • Si, 

(i) Si • R • Si, 
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W k( Si 
^Si 

(d) r( Si 
\si 

(r) Si • R • R * Si, 

(/) • R ■ R ■ Si, 

(») Si ■ R • Si • K • Si, 

(i) ^ • R • Si • R ■ Si, 

(i) Si • R • Si ■ k • bi. 

The foregoing foimuhr show a higher pro|>ortion of water than is found in some days of the 
same alumina-silica talio; this is due to the replacement of some of the hydro-xyl groups by alkali 
or alkaline earth hydrates, as already explained, and partly to the fact that clays easily lose some 
of their hydioxyl groups and form anhydrides in which the relationship of the aluminium and 
silicon atoms is not affected, the elements forming the water set free lieing liberated from the 
outside of the rings. Where the whole of the hydroxyl is present in a clay, its formula shows all 
the valencies to be satisfied. Thus, tlie clay e (above) would be represented briefly by 
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As no perfectly pure clays are found in nature, these formulte are modified by the inclusion ot» 
bases present in combination with the clay and replacing the OH-groups marked with an asterisk 
by OK or by OCa. The proportion of basic and alkaline oxides in the purer clays is, however, so 
small that they may generally be neglected in classifying these clays according to their com¬ 
position. In less pure clays there is so great a difficulty in preparing pure samples of the alumino- 
silicic acid present that any attempt at the allocation of a formula is little more than guess-work, 
supported by a large amount of evidence which it is difficult to apply with accuracy. 

Thus, the ordinary brick clays of commerce produce bricks of a characteristic ted colour when 


yellowish or grey 1 
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wording to their composition, and, in accordance with this evidence, the red colour of the burned 
icks may be due either to a decomposition of the complex ferro-aluminosilicic acid (clay) with the 
rmation of free ferric oxide or of a complex anhydride of a reddish colour. At present there 
not sufficient data to decide which of these two compounds is present; indeed, it is not improbable 
at in some burned clays they may both exist simultaneously. 

The plasticity of clays is almost as complex as their constitution, and though 
lany theories have been published concerning the cause of it, none of them 
•e entirely satisfactory. 

That plasticity is an inherent property of the clay molecule, and a characteristic of alumino- 
licic acids, seems to Ire unquestionable, though the production of some amount of plasticity (or 
hat is regarded as such) in very fine powders of various substances .seems to throw some doubt on 
le statement just made. When an attempt is made to define plasticity in such terms as will 
nder its measurement possible, it is soon found that this property is not of an elementary nature, 
it that it unites within itself .such properties as cohesion, adhesion, elasticity, tensile strength, etc., 
id that any Irasis of measurement of the plasticity of a clay paste must include all these properties, 
id possibly .some others. For this reason, any attempt to measure plasticity in terms of water or 
res absorbed, tensile strength, or linear extension when subjected to measured tensions, must 
rove incomplete, and the .suggestion of Zschokke, amplified by Rasenow, to express plasticity in 
rms of the water required, multiplied by the percentage of linear extension, and the prwluct 
ultipiied by the tensile .strength, is by no means as reliable as is desirable. At the same time it 
irms the liest means of measuring the plasticity hitherto suggested. The suggestion of Ashley, 
lat the plasticity of clay may be expressed in terms of the percentage of dye adsorbed, does not 
ace a series of clays in the same order of relative plasticity as would agree with the experience 
' practical potters, and appears to be unreliable. 

Apart from all questions of measurement, plasticity may be defined as that 
therent force which permits a substance to be altered in ,'hape with the application 
f only a small force, the new shape being retained when the force no longer acts 
pon the material. In practice, an experienced potter, or other clayworker, will 
scertain the relative plasticity of a number of clays by “ feeling ” them, but this 
lethod does not appear to be susceptible of accurate measurement. 

The various theories relating lo plasticity, tr^ether with much other information on this very 
iteresting property of clays, will be found in some of the books mentioneil in the list on p. 139. 

The shrinkage which articles made of clay paste undergo when allowed to 
ry is another characteristic property of most clays. 

When a highly plastic clay is moulded and allowed to dry, the shrinkage is often so great 
lat the piece is unable to withstand the internal strains produced and cracks into a numlier 
f smaller pieces. In very pronounced cases it may fall to a powdery mass. If the drying te 
trried out rapidly (especially with the aid of heat) the strains will be all the more intense, and it 
dll be impossible to keep the goods whole. If, on the contrary, the drying is eflected with 
xtreme slowness, and care is taken to avoid irregular drying and draughts, it will not Ire difficult 
3 obtain sound good.s. The slow drying and the accompanying precautions are, however, so 
idious as to make such “ tender ” clays of little commercial value, unless they can be treated with 
jme non-plastic material. Thus, the addition of sand before making the clay into a paste, will 
•dace iU tendency to shrink, and will consequently stop the cracking and disintegration. There 
1 a limit to the proportion of sand which can be added; this limit is characteristic of each individual 
lay, and must therefore be ascertained by actual trial. There are large areas of valuable brick 
lays in the South of England which are quite useless commercially, because they are loo plastic, 
nd shrink too much. If sand could be added to them in reasonable proportions, such clays would 
e very useful, but the alrsence of sand in the localities in which these clays occur, and the cost of 
iking it to them being prohibitive, the clays must remain unused until some other method of 
educing shrinkage has Men found. Heating the clay to a temperature of 200° C. will effect a 
esult similar to that of adding sand, but the cost of this treatment is prohibitive for ordinary brick 
nd tile clays. 

All colloidal substances have a characteristic shrinkage, and there is good 
eason to suppose that the suggestion of Schloesing—revived more recently by 
lohland—that clays contain considerable proportions of colloidal matter is correct. 

At the same time, the constitution of clays is such that it is impossible to be certain about this, 
sthe evidence of a colloidal structure is far from complete, and may be capable of quite a different . 
iterpretation. 

What Appears to take place in the drying of a plastic clay is that the particles 
re at first*seoaratd! by a film of water; as this evaporates, the particles draw closer 
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to each other until thfey are in intimate contact. This may occur before all the 
water has been evaporated, for there are still some pores in the mass even when the 
particles are as dose together as they can be. 

If clay is a colloidal material, a somewhat different explanation may be given ; all colloids swell 
when exposed to water, and alrsorb a considerable quantity of it in the process. 1 he action of 
dry glue when soaked in water is typical. On again drying the swollen colloidal mass, the water 
evaporates, and the solid particles draw nearer together, until finally a hard dry substance is pro¬ 
duced. As colloids, like clays, appear to be complexes of very high molecular weight, the relation, 
ship between the two is interesting in many ways. 


The practical difficulties which arise in the manipulation of clays in consequence 
of the shrinkage are numerous and complicated; they are described in the works 
named on p. 139. 

The impurities in clays are chiefly of a mineral character and are due to the 


origin of the clay. 

As alreadv stated, clays are primarily formed by the decomposition of felspar and other alumino¬ 
silicates (thea: minerals being the salts, and clays the corresponding or derived acids), and when 
first formed are associated with numerous other minerals. The remarkable smallness of the 
particles of clay soon causes them to be removed by the action of w'ater, and as the stream enters a 
lakeor has its speed of flow reduced by some other means, the clay particles are deixisited and a 
secondary clay is formed. Some clay.s have been gathered up by water and deposited again and 

again, and are now found .many miles from the place of their original formation. 

In the course of their travels clays may become associated with many kinds of mineral and 
vegetable impurities, the most important of which are stones, sand, rock Hour and sill, and vegetable 
matter deriveil from living or decomposed plants. The coarser particles may be separated by 
washing in a slow stream of water as already descrilied, but the finest particles and much of the 
matter of vegetable origin cannot be removed in this way, but must enter into the composition of 
the material of which the bricks, pots or other goods are made. The organic (vegetable) matter is 
removed when the goods are burned in the kiln, but its presence in the earlier stages of the 
burning often has a marked effect on the colour of the goods, as it exercises a strong reducing action 
on some of the oxides to which the clays one their colour. _ . . , ... 

A process invented by Graf von Schwerin for the purification of clays consists in the subjection 
of a clay slip to the action of an electric current. Many of these impurities remain liehind whilst 
the purified clay collects in a sheet at the cathode and is removed by a scraper. This method has 
beer! “ pushed ” vigorously recently, but has not proved sufficiently attractive m practice for any 
well-known firm,s to adopt it. Moreover, its limitations are very great and preclude its ase in 
many cases. More recently, the addition of ammonia or some other electrolyte followed by a 
process of centrifugal grading lias been successful. 


To describe the effects of all the impurities in clays would necessitate a small 
volume, and as they have been dealt with in some of the volumes mentioned on 
p. 139, there is no need to do more than indicate the most important ones very 

briefly here. . 

Impurities containing soda, potash, lime, magnesia or other similar oxides or 
carbonates combine with the clay at temperatures above 700° C. and produce 
aluminosilicates, which are more readily fusible than the clay itself. Hence, if a 
clay containing tliese impurities is heated sufficiently, a temperature will be reached 
at which some fusion will occur, the fused mass filling up some of the pores in the 
material. As the mass cools it will be found to be much stronger than if it had not 
been heated so intensely, for the fused, glassy matter will have bound the other 
particles together with great firmness. If the heating be continued at a still higher 
temperature, a point will be reached at which the mass has undergone so much 
fusion as to begin to lose its shape; this is the point of maximum practicable 
strength, or, as it is usually termed, the point of complete vitrification. It is the 
point aimed at, but purposely never reached, by makers of engineering bricks, 
Mrcelain and other impervious ware. If the heating is carried beyond this point 
a fusion of the whole mass occurs and the articles are irretrievably spoiled. Any 
substance which facilitates this fusion is termed a flux, and as this property is 
possessed by most metallic oxides and carbonates and by many sulphates and 
chlorides, a large number of the impurities in clay are fluxes. 


Limestone is an impurity which is very common in boulder clays, and its 
presence is very inconvenient, especially in the manufacture of bricks. The 
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difficulties caused by it may, however, be overcome by fine grinding and burning 
at a proper temperature. Chalk, on the contrary, is often added to clay to reduce 
the shrinkage and to increase the binding power. 

Sand is a convenient term which includes all small mineral particles, no matter 
what their composition. Hence the action of sand on clay is conjpiex. Fortunately 
most sands are composed chiefly of silica, and may largely be regarded as impure 
forms of this oxide. The first action of sand on clay is to reduce its plasticity and 
shrinkage, and its presence is therefore a desideratum in many cases. 

If coarse, sand prevents the clay from being used for work requiring a very fine finish, but this 
coarse sand can usually be removed Ijy treating the clay in a wash mill. In the kiln, the sand may 
combine with some of the fluxes previously mentioned, and as simple silicates are usually more 
fusible than the more complex ones, the presence of sand may bring about an early vitrification of 
the material, and give it an undesirably low fusing point. At the same time, sand is, of itself, 
a refractory material, though not :»o resistant as pure clay, and the addition of it to a fusible clay 
will increase the heat resistance of the latter. On the other hand, tlie addition of sand to a pure 
clay will lower the fusing point of the clay. 

The metallic oxides and silicates contained in clays in the form of sand or 
rock dust behave like the impurities just mentioned, and reduce the shrinkage and 
the resistance of the material to heat. At the same lime they may determine the 
colour of the burned material. 

Thus, clays containing more than 3 per cent, of iron oxide or its equivalent will usu.illy burn red, 
but if reducing conditions prevail in the kiln, a dark grey (technically regarded as “blue") or a 
black mass will be produced from such clays. The action of each of the metallic oxides and silicates 
cannot be described here. Readers desiring it will find further information in the books mentioned 
on p. 139. 


CLAYS OF COMMERCIAL IMPORTANCE 

The following clays are of considerable technical importance. More information 
concerning them, together with a more complete list of valuable clays, is given in 
“ British Clays, Shales, and Sands,” by A. B. Searle. 

Adobe clay is a silty clay which is used in some countries, notably Spain and 
South America, for the erection of walls of dried mud. It is seldom used in Great 
Britain. 

Alluvial clay is used for brickmaking in localities where no more suitable clay 
is obtainable; its irregular composition prevents it from being of great value. 

Alum Shales are indurated clays from which alum is obtained. The sulphides 
in the clay are oxidised by exposure to the air or roasting, and the sulphates pro¬ 
duced are washed out, the solution being evaporated until the crystallisation stage 
is reached. 

Any clay or shale sufficienlly rich in pnites or other readily oxidisahle sulphide may be used for 
tlie production of alum. (.See the Alum Industry, p. 54.) 

Ball clays are relatively pure white burning clays which are characterised by 
their great plasticity. The term is used to include clays differing greatly in quality 
and composition, many ball clays burning to a light brown colour instead of white. 
British ball clays are characterised by the relatively low temperature al which 
vitrification (p. 143) occurs, though the mass does not begin to lose its shape until a 
temperature beyond the usual working limits of the kilns used by potters is reached. 
This property, combined with the high degree of plasticity, makes ball clays 
exfremely valuable for the manufacture of earthenware and stoneware (?.».). 

By the judicious use of white-burning non-pla.stic ingredients and of minute quantities of cohalt 
oxide, the potter is .able to neutralise the colour of the burned ball clay and to produce a ware 
of sufficient whiteness. For stoneware, the vitrification which occurs on heating hafi clays produces 
a mass of great strength and impetviousness tn liquids; the colour of the product is regarded as of 
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minor importance. The most valuable deposits of ball clay in the British Isles are in Dorset and 
Devonshire. 

Boulder clay is a term used by geologists to distinguish the clays deposited by 
glacial action. Broadly speaking, the boulder clay extends over the whole of 
northern England and over much of the Midlands and Ireland, but much of it is 
quite yseless owing to the stones and sand deposited with it. The cleaner portions 
of the boulder clay are used for the manufacture of bricks and roofing tiles, and in 
a few isolated cases coarse glazed pottery is made from it. 

The stones and gravel which are a characteristic feature of this clay may be 
removed by screening or washing, or they may be crushed to powder; the former 
method is the more effective but the tatter is cheaper and for common bricks gives 
a useful product, provided that limestone is not present in large proportion. 

The limestone becomes converted into lime in the kiln, and when the bricks are exposed to the 
air, the lime hydrates and expands, cracking the bricks or breaking them to pieces. The only 
remedy consists in either removing the limestone, as indicated, or in grinding it so fine and heating 
the bricks to such a temperature that the lime enters into combination with the clay, forming a glassy 
compound which does not expand appreciably on exposure. 

Brick clays and brick earths are those specially suitable for the manufacture 
of bricks, though the latter term is usually confined to superficial clays which are 
suitable for hand-made bricks and is specially used in connection with certain clays 
in the London Basin. 

For brickmaking, a clay or earth must contain sufficient .sand to reduce the shrinkage in drying 
and burning to within reasonable limits (usually about I in. per linear fool), as otherwise the clay 
will r rack or twist unduly. To mix sand with a highly plastic clay necessitates the use of powerful 
machinery or the expenditure of much time and labour, so that those clays pre-eminently .suited for 
brickmaking are the ones which naturally contain sufficient sand, and would lie more correctly 
termed loams than clays. 

The chief characteristics required in a brick earth are moderate shrinkage, great strength when 
burned, and good colour when taken out of the kiln. If these requirements are satisfied, the com¬ 
position and other properties may lie regarded as of secondary importance. 

Cement clays are tho.se specially suitable for the manufacture of Portland 
cement and similar substances (see p. 87). They must be very siliceous, but free 
from more than a very small percentage of magnesia. High class shales are 
generally used for the purpose, as plasticity is of no importance, and is, in fact, 
an objectionable property. 

The cement works on the Thames and Medway use alluvial mud which is mixed with chalk, 
but in Cambridgeshire a naturally occurring mixture of clay and chalk (Marl) is preferred. 

China clay is a white burning clay of low plasticity which is usually found 
close to the place of its original formation by the decomposition of igneous rocks. 
The only deposits of importance in Great Britain are in Cornwall, though small 
quantities are found in other localities. The term kaolin' refers to any clays 
having the general characteristics of china clay, quite independently of their origin, 
(^o that unless care is taken, confusion may easily arise. When separated from the 
coarser rock particles, by washing, china clay and the purer kaolins contain about 
90 per cent, of true clay and, so far as composition is concerned, a carefully selected 
and refined china clay approaches more nearly to a pure clay than any other clay 
known. Such a clay is exceedingly resistant to heat (corresponding to Seger cone 
34 which has a softening point of 1,750” C.) but its low plasticity prevents it being 
used for many purposes for which the somewhat less pure, but highly plastic, ball 
clays are eminently useful. 

China clays and kaolins are used in the manufacture of porcelain (p. 1S3) and owe their name 
to the fact that they are the chief clay used in the manufacture of china ware (p. 185). Still larger 
quantities are used in the manufacture of paper, and the very finest qualities are used for the manu¬ 
facture of ultramarine. In the manufacture of earthenware, china clay gives an added whiteness to 
the body, whilst being more plastic than flint—the other agent used for the same purpose. 


’ Sec also Sections LXV., LXVI., and LX VII. 
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Crucible cla;^S are selected fire-clays, mixed with burned fire-clay or grog 
ind sometimes with 3-30 per cent, of plumbago or blacklead to increase their 
resistance to sudden changes in temperature, and to secure more complete reducing 
conditions when melting metals and reducing ores. The quality of a crucible 
depends very largely on the mixture employed having the requisite characteristics, 
and it is seldom that good crucibles of large size can be made from a single clay. 

It ib customary to use several clays of similar origin, but of slightly different properties, the low 
cost of a local fire-clay (where such is obtainable) causing it to be used in some instances even when 
better crucibles could be made by substituting a slightly more expensive clay. The mixtures used 
vary with the purposes for which the crucibles are to be employed, and the temperatures to which 
they are to be heated. It is therefore useless giving special recipes here, as each crucible manu¬ 
facturer has to adapt his mixtures to the needs of his various customers. 

Fire-clays are those which have a notable resistance to the action of heat. It 
is not customary to include clays under this term unless they are at least as 
resistant as Seger cone 26 (1,580'’ C.). 

The fire-clays occur chiefly m the coal-fields and in close association with coal, the most famous 
being those near Slourliridgc, around Leeds and in Yorkshire generally, and the fire-clays in West 
SctHland, of which Glenlx)ig is commonly regarded as typical. For export purposes the fire-clays 
in the Northumbrian and Durham coal-fields are jiarticularly w’cll known. Other deposits of fire-clay 
Dccur in other localities and have a local reputation, especially in I)erbyshire and Wales. 

Apart from resistance to heat, the most important characteristic of fire-clays 
is the production of goods devoid of shrinkage with sufficient resistance to abrasion 
and corrosion and of accurate shape. 

Fuller’s earth is a term applied to any earthy matter which will act as a grease 
absorbent, but true fuller’s earth is not unlike a china clay, though it differs from 
the latter in several respects, notably in composition, being more allied to a marl. 

Careful analyses suggest that fuller's earth is related to the clays, hut does not correspond 
exactly to any one of them. The most important deposits occur in Surrey, Kent, and Bedfordshire. 
At the present time, large quantities of china clay arc sold as fuller's earth, especially for toilet 
purposes. 

Ganister is a rocky mineral with a composition corresponding to a pure silica 
mixed with about one-tenth of its weight of clay. It is u.scd in the manufacture of 
siliceous fire-bricks (p. 223) and for lining furnaces. 

Grog is a burned clay which is added to raw clay to reduce the shrinkage of 
the latter. In refractory wares it also serves as a skeleton which jfreserves the 
general shape of the articles in the kiln. Its properties vary with the clay from 
which it has been made by simple calcination. 

Kaoliriite is not a clay in the usual sense of the term, but a crystalline mineral 
of the same composition as the purest clays (kaolins) yet isolated, viz., HjAl.jSiPj,. 

It has, for this reason, been regarded as the essential constituent of ail clays, but this is im¬ 
probable. For reasons already given, clays appear to form an important branch of the alumino- 
silicic acids, but it is clear that there may lx: a number of aluminosilicic acids which do not 
possess the characteristic properties of clays. Kaolinite appears to be one of these acids. 
The conditions which occur in the formation of clay are not favourable to crystallisation, so 
that kaolinite appears as a tare constituent in clays i at the same time its general properties are 
such as to make it resemble very closely the purest china clays obtainable, though it is not plastic. 

Loams are natural mixtures of clay and sand, and are useful for the manu¬ 
facture of bricks, tiles, and similar articles. They play an important -part in 
agriculture. 

Marls are natural mixtures of clay and chalk, and are specially suitable for the 
manufacture of cements and for certain kinds of bricks. 

»Many of the stock bricks used in London are made of arlihcial marts or malms, prepared by 
mixing chalk and clay together with water in a wash-mill. The term marl is also applied to friable 
earths which are devoid of chalk, as in Staffordshire, where the so'called marts used for the famous 
blue engineering bricks ate clays occurring in the Upper Coal Measures. 
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Pipeclay is primarily any day suitable for the manufacture of clay tobacco 
pipes, but it is now applied to all whitish clays. 

It occurs in small quantities in many localities, but the chief deposits are in Devonshire and 
North Derbyshire. 

Puddling clay is any plastic clay which will form a waterproof backing or 
lining to a reservoir or similar structure. 

It is important that puddling clays shall dry without cracking, and if very plastic they must 
usually be mixed with sufficient sand to prevent this defect. 

Red-burning clays are those which are red in colour after being heated to 
800' C. or above. They are chiefly used in the manufacture of bricks, tiles and 
terra-cotta. The colour is due to iron compounds, the precise nature of which has 
not been satisfactorily explained. The composition varies within wide limits, and 
even the percentage of iron present appears to bear no simple ratio to the intensity 
of the colour produced. 

The liest red-buvning clays are the Midland marls, the Welsh clays typified by Ruabon, and the 
Lancashire clays typilied by Accrington, liut such excellent red-burning clays can be found in other 
parts of the country that it is probably more correct to say that the localities mentioned owe their 
reputation rather to the size of the works and the skill of the men engaged in them than to any very 
exceptional quality in the qlays themselves. 

In the production of terra-cotta, bricks and tiles from red-burning clays, the 
chief re(|uisites are uniformity of colour, quality of colour, strength or resistance 
to crushing, and accuracy of shape. Slowness of heating, combined with 
an ample sujiply of air, is the chief means of obtaining a good red colour; if the 
temperature rises too rapidly, and there is a lack of air, the iron compounds in the 
clay become reduced to the ferrous state and then rapidly combine with the clay, 
forming vitrified and s(ag-like compounds of a dark blue, grey or black appearance. 
Usually these darker tones are more abundant near the centre of the bricks, and 
are then known as hearts or cores ; if very extensive, the gases produced in con¬ 
nection with these cores will cause the bricks to swell, and will give them a partially 
molten a|)pearance, rendering them almost useless for structural work. If the 
heating is effected very slowly, and sufficient air enters the pores of the bricks or 
other articles, the iron compounds will remain oxidised, even when any carbonaceous 
matter in the clay is being burnt out, and the bricks will retain their true shape, 
and will have the desired colour. As slow heating is expensive, the tendency of 
all brickmakers is to hurry the heating, hut in proportion as they do so with close 
textured clays, so do they increase the risk of dark coloured and swollen goods. 
If the plasticity of the clay is sufficiently great for sand to be mixed with it, this 
will open the pores and so shorten the time reiiuired for the heat and air to 
penetrate the bricks. The proportion of sand which can be added i.s, however, 
limited, as it depends on the binding power of the clay. An excess of sand will 
make the bricks so soft that they can be rubbed to pieces by rubbing them against 
one another. For the erection of specially shaped arches, such soft bricks are 
made on purpose, and are termed rubbers. 

Many attempts have been made to improve the colour of red-buriiing clays by the addition of 
red oxide of iron ; such attempts usually end in failure, as the colouring matter must be in a far 
finer state of division than commercial iron oxide, and it must Ire distributed throughout the clay 
in a far more uniform manner than is possible with an ordinary mixer. The addition of ochreous 
clays is more Mtisfactory, but is too costly, and the only means of making a poor-looking clay into 
a good rei: brick is to apply a dip or cream, composed of good clay and water, to the defective brick 
before it enters the kiln. If the composition of the dip is correctly adjusted, the bricks will then 
have a good red e.xterior; inside they will, of course, as unpleasant as liefore, but this will not 
matter so long as the bricks are not chipped or broken. 

Refractory clays have been described under Fire-clays (p. 146). 

Sagger clays are fire-clays specially suit!>ble for making cases or saggers 
in which pottery is placed when in the kiln or oven. 

The requirements of a sagger clay arc similar to those of a crucible, but as the saggers are 
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usually much larger and shallower, it is even more important that they should not lose their shape 
when heated. The best saggers are made of a mixture of (ire-clay and grog. 

Shales are indurated clays which have lost their original texture, and have 
become hardened into a stony mass, the chief characteristic of which is the curious 
laminations of which it is composed. 

Many shales are so siliceous as to be almost devoid of clay, but the clay shales as a whole are 
excellent brickmaking materials. They require to be ground to iwwder before use ; this grinding 
reduces them to something like their original condition, so that when the ground shale is rnixed 
with water it becomes plastic. Some shales are almost as refractory as fire clays, but the majority 
of British clay shales prorluce ordinary red or bulif bricks. 

Oil shales contain a sufficient proportion of bituminous matter to permit oil 
to be distilled from them in commercially profitable quantities (see Martin’s 
“Industrial Chemistry: Organic”). Some of the richer shales produce no less 
than 40 galls, of crude oil per ton of shale. 

Alum shales have already been described (p. 144). 

Slates are hard clayey rocks, often very dark in colour on account of the 
carbonaceous matter present, and may be regarded as shales which have been sub¬ 
jected to some amount of heating. 

They arc extensively used as a roofing material, and the refuse from the slate quarries is 
occasionally ground and used for the manufacture of bricks. Its hardness and lack of plasticity 
are, however, against its use for this purpose in most localities, and it may be rcgardcrl as of 
little value. 

The chief British slates occur in the Take District, Wales, and in various parts of West 
Scotland and Ireland. 

Soils are essentially mixtures of clay and sand, but calcareous soils or marls 
(p. 146) are also of importance in agriculture. 

The composition of soils varies very greatly, and in spite of the va.st amount of research carried 
out on the subject, there is still but little known as to what really constitute the desirable qualities 
of soils for many crops. The productiveness of a soil appears to depend on its porosity or means 
of introducing air and water to the roots of the plant, and on the proportion of soluble salts con¬ 
tained in it in a form in which they are useful to the crops. As these soluble salts are removed the 
soil becomes impoverished, and its food-content must be renewed by the addition of fertilisers and 
manures. The decay of vegetable and animal matter in the soil induces acidity which must be 
neutralised by the addition of lime, but the subject of lime fertilisers is too complex to be. dealt 
with here. Most virgin soils are too heavy to be used without some preparation, and must there, 
fore be broken up mechanically. Many soils must also be made more porous by the addition of 
non-plastic matter such as chalk, sand or lightly burned clay. For further information on soils, 
the reader should consult some of the many excellent text-books on the subject of agriculture. 

Surface clays are those which occur on the surface of the ground or im¬ 
mediately below the soil. 

They vary enormously in character according to their origin and mode of deposition, and in 
some localities are weak and sandy, whilst in others they are strong, tough, and highly plastic. 
The latter are useless for manufacturing purposes unless a suitable sand is available, and a mixture 
of sand and clay can be made at a sufficiently low cost. 

Tender clays are usually highly plastic, and consequently they cannot be 
used for the manufacture of bricks or pottery without the addition of some non¬ 
plastic material. 

They are termed “ tender ” because when ordinary methods of manufacture are used, these 
clays crack or twist, or otherwise cause trouble on account of their apparent inability to withstand 
the ordinary treatment. This tenderness may usually be overcome by the addition of a suitable 
malerial, but the effect of this addition is, usually, to change the properties of the clay to such an 
extent as to make it unsuitable for the purposes for which it was proposed to use it. Thus, many 
tender clays burn to a delightful colour, but the addition of sand converts them into very 
“ ordinary ” bricks, and the specially attractive colour is lost. Where such special characteristics 
are to be retained, the services of an expert in clay working must be requisitioned, for the recent 
advances in this direction are beyond the powers of the average brick maker, machine manufacturer 
ok kiln biuider. With the right treatment, it is now possible to retain almost all the good qualities 
of tender flays and ovttcome their (enderness. 
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Vitrifiable clays are those which are impervious to water after they have been 
burned in a kiln or oven. This imperviousness is valuable in itself as enabling 
articles of such clays to be used for containing liquids of various kinds, without the 
necessity of using glazed ware, but the vitrifiable clays are chiefly valued on account 
of the strength of the ware made from them. If a pure clay is heated it remains 
porous until a temperature beyond the reach of commercial kilns is reached, when 
it gradually melts and loses its shape. With a vitrifiable clay, on the contrary, there 
is a sufficient proportion of fluxing material present for some of the constituents of 
the clay to commence to fuse at a dull red heat. As the temperature rises more 
and more fused matter is produced, and this gradually fills the pores in the clayey 
mass. Finally, a stage is reached when all the pores are filled, and if the heating 
is continued still further the mass will lose its shape. In some cases the corrosive 
action of the fused constituents is so great that the mass loses its shape even before 
all the pores are filled; such clays are less valuable for commercial purposes. 

The best vitrifiable clays (so far as British clays are concerned) are the ball clays 
occurring in Dorset and Devonshire, but artificial mixtures are frequently made 
by the judicious use of fire clay and felspar or some other suitable flux. Lime 
compounds are undesirable for this purpose, as they are too violent in reaction, 
and bring about a premature loss of shape. Magnesia compounds, on the contrary, 
give a long range of vitrification, and produce impermeable wares at a temperature 
considerably below that at which loss of shape occurs. 

The vilrifieil iiiass produced when vitrifiable days are burned at a suitable temperature consists 
essentially of a skeleton t)f refractory clay, the particles of which are bound together by a glassy 
magma formed of the fused constituents. Bricks and other articles made of clay must usually 
contain some vitrified matter, as without it they would be so weak as to tic useless, but the term 
“vitiitied” is usually restricted to those articles which do not absorb more than i per cent, of 
water on immersion tor twenty-four hours. The enormous resistance to crushing which is so 
characteristic of blue bricks is due to the large proivirtion of vitrified material in them, this 
material being increased by the reducing conditions under which such bricks are burned. As 
previously explained, the ferric compounds in a brick heated under oxidising conditions only act 
as colouring agents, but in a reducing atmosphere the feirous comjxninds form a vitrified mass 
with a lung range of vitrification, and yiel.1 a material which is fully as valuable as magnesia for 
this purpose. 

Yellow or Buff-Burning Clays are usually fire-clays, but some vitrifiable 
clays in the Midlands produce yellow bricks, and some mixtures of red-burning 
cla" and chalk used for bricks in various parts of the South of England produce 
bricks which are of a pale primrose tint. 

Ordinarily a clay which has more than 3 per cent, of iron (expressed as ferric oxide) will 
produce red or terra-cotta ware when burned, hut if a sufficient proportion of calcium carbonate 
IS present or is added in the form of chalk, this will combine with the iron and clay and will form 
a white lirick, a yellow tinge lieing produced if the lime has not combined with all the iron. Clays 
with less than 3 per cent, of iron as ferric oxide will, if sufficient true clay be present, burn to a 
buff or primrose colour, but if much fluxing material is present a dark-culoured brick may be 
produced. 


ANALYSIS OF CLAYS 

From what hai: been stated on previous pages, it will be understood that the published analyses 
of clays are of minor value, inasmuch as most of them are very incomplete. To omit an actual 
determination of the **alkalis" (potash and soda compounds) and to fill in the blank thus caused 
by deducting the sum of the other constituents determined, is almost unpardonable, for a difiference 
of only i per cent, in the amount of alkalis present will make all the difference when a selection 
is to be made between two clays of similar composition, or where a clay of exceptionally high 
resistance to heat is needed. In most published analyses all that is shown is the relative pro¬ 
portions of alumina and silica with those of such oxides as iron, lime, and magnesia For non* 
refractoiy clays this information tells little or nothing of value; for refractory clays it is almost 
useless unless an accurate statement of the percentage of potash and soda is also present. There 
is little information to derived from an analysis w* *ch cannot l)e known equally well by 
determining the fusing point of the clay (relative to Seger cones), and from the‘appearance of the 
raw andhred samples, ard analysis is only of value in comparing clays where the composition, 
must be known with considerable accuracy in order to make the necessary adjustment of the* 
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mixtures used in porcelain or earthenware bodies. For most purposes for which analyses of clays 
are madC) however, it would be better first to examine the clay in the manner indicated above and 
tohmve the analysis to a later stage in the invest^tion. By this means msny unsuitable clays 
can be sorted out at a small cost, whereas an analysis, if it is to be of any value, is a tedious 
costly piece of work. Some of the precautions required are stated in ]. W. Nfellor's “ Quantitative 
Inorganic Analysis” (London, 1913). 

In various text-books a method is described which purports to show how clay may be separated 
from the other constituents of a mixture. This consists in treating the clay with hot sulphuric acid, 
which is supposed to dissolve the clay and to leave felspar, mica, and other associated minerals 
(sand) unattacked. Seger devoted much attention to this process, and with a limited number of 
kaolins it yielded useful but erroneous results. The reason for this has already Wn explained on 
p. 140. There is, at the present time, no definite means of as(!crtaining accurately the proportion of 
“true clay” in a sample, and the best that can be done is to elimin.ite other coarser particles by 
careful washing or elulriation, ami then to make an analysis and microscopical examination of the 
finest particles. As few other substances are so finely divided as clay, this method gives results 
which are more accurate than would generally be supposed. An analysis of a clay may l>e expressed 
in terms better understood by the average man by recalculating the “ ultimate analysis” of the finest 
particles into clay, felspar or mica, and free silica, on the basis that all the lime, magnesia, and 
alkalis are in the form of felspar or mica, the remainder of the alumina and a proportionate 
Quantity of silica are in the form of kaolinile or other clay of the same rom])osilion: any silica 
then left over being regarded as pre^cnl in the free state. This calculation, which is purely empirical, 
and is open to numerous objections, is. at present, the nearest approach to a i)ioximute analysis 
of clay which has yet been devised. If taken in conjunction wi;h a microscopical and petrologi< al 
evamination of the clay it will give results which are at least intelligible to the clay-worker, even 
though not of the iiighesi scientific value. The serious error in such a method lie.s in the assump¬ 
tion that the true clay actually present is of the same com|V)siti(m as kaolinite; m lealily many 
aluminosilicic acids (especially those in fire-clays) appear to U' richer in silica. The error caused by 
understating the clay and overKlating the free silica does not. however, prove serious in practice. 
In some cases the assumption that the oxides ate present as mica or felspar is more serious, hnt 
w'ith the present stale <tf knowledge it is difficult to avoid this error. There is a large field for 
rescwch with a view of finding some substance of definite characteristics (e8|>eciany in.soluhilily or 
.solufiilily), synthesisahle from the various aluminosilicic acids in a quantitative manner. The 
present writer has examined a large numl)cr of likely compounds, hut has hitherto failed to find 
one which is satisfactory ; in most cases the action of heat on them has been loo powerful, and has 
eH’ected a separation of some of the .silica from the clay molecule, whilst the treatment of a clay 
with a strong acid or alkali brings about a complex ilecomposition of the molecule and completely 
prohibits the production of a definite comj>ound l)y simple double decomposition. The various 
zeolites, which are .simple salts of aluminosilicic acids, are not difficult to prcjiare, hut they 
cannot be produced quantitatively and sufficiently free from other constituents of the clay; it is, 
however, highly probable that in the formation of some zeolite at a temperature not exceeding that 
of boiling water, that the determination of the proportion of true clay in a sample is most likely to 
l)e successful, and a number of chemists interested in clays have, for .some time, been as.siduously 
working in this direction. 

Physical tests of clay are of considenahle importance, but are loo numerous, and require loo 
lengthy a description to be included here. Readers interested in them will find detailed descriptions 
in “The Clay-Worker’s Handbook,” and in “ Britisb Clays, Shales, and Sands'* (sec Literature, 

p. 139). 
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LITERATURE 

* 

A very complete Bibliography of Pottery' is contained in— 

A. B. Skarle.— “The Clay-Worker’s Handbook.’’ London, 1911. 

M. Soi.ON.—“Ceramic Literature.” London, 1910. 

The following are useful where a less comprehensive list suffices 
C. F. Binns.—“ Manual of Practical Potting.” London, 1901. 

- “ Ceramic Technology.” London, 1897. 

R. Borkmann.—“ Modernc Keramik.” Berlin, 1902. 

K. Bourry (Trans. Skaulr).—“T reatise on Ceramic Industries.’’ London, 1911. 

A. BRONGNiARr,(Trans.).— “Colouring and Decoration of Ware.” London, 1898. 

W. Burton. —“Porcelain.” London, 1906. 

_ “ Knglish Earthenware and Stoneware.’’ London, 1906. 

A. Demmin.—“ Keramik Studien.” Berlin, 1885. 

W. ]. Eurnival. —“ Leadless Glazes.” Stone, Staffs, 1904. 

A. Granger. —“Ceramique Industrielle.’’ Paris, 1905. 

II. Hegrmann.—“H erstellung des Porzellans.” Berlin. 

W. Jackson.—“C eramicCalculations.” London, 1904. 

B. Kerl.— “ Handbuch der Gesammtcn Tonindustrie.’’ Berlin, 1907. 

C. Langenheck.—“ Chemistry of Pottery. ” New York, 1895. 

H, Kies.—“C lays: their Occurrence, Properties, and Use.” New York, 1908. 

E. Sandeman. —“ Manufacture of Earthenware.” London, 1901. 

J. SciiAMBERGER.—“ Keramtschc Praxis.” Berlin, 1901. 

H-. ScilUHMACHER.—“Keramiscben Tonfabrikate.” Berlin, 1884. 

A. B. Skari.e. —“Clay-Worker’s Handbook.” London, 1906, 1911. 

- “Natural History of Clay.” Cambridge, 1911. 

_ “ British Clays, Shales, and Sands.” London, 1911. 

II. Se(**er. —“ Gesammelte Schriften.” Berlin, 1908. 

S. Shaw.—“C hemist^ of Pottery Materials.” London, 1837 (reissued 1910)* 

( 1 . Steinbrf.CHT. —“Steingutfabrikalion.’’ Berlin, 1891. 

G. Vogt.—“ La Porcelaine.” Paris, 1893. 

G. ZoELLNER.—“ Natur des Porzellans.” Berlin, 1909. 

The leading British journals arc Pottoy Gaztttey British Clay- Wnh€t\ Brick and Pottery Trades 
fournaU and the Transactions of the Ent^lish Ce>amic Society. 

Pol’TERY has always held an important place among the essential requirements of 
life, nnd its use has now extended to such an extent that it is difficult to realise the 
dependence of the industrial world upon it. 

Without pottery there could not be the convenient employment of electricity we now enjoy; 
the production of the highest grades of steel and of most other products of the furnace would be 
impossible; there would be no bricks or tiles; the production of corrosive chemic:ils, with all that 
depends thereon, would be reduced to an insignificant quantity; the use of crucibles for te^mg 
and for refining purposes would remain unknown. In short, a modern mduslrial state without 
many diverse forms of pottery is almost inconceivahle. _ ^ ... 

There is, in fact, as Brongniart has remarked, “no industry that affords m practice, in its 
theory, or in its history, so many interesting considerations in the wealth of its scientific and 
economic application as the ceramic art or the manufacture of vessels and utensils out of baked 
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earth. Nor do I know one that offers productions more simple, more varied, more easy to make, 
or more durable in spite of their fragile construaion. In no other human product are so many 
qualities united.” 

The Classification of Pottery. —The term “pottery,” like several others 
which are equally familiar, is almost incapable of exact definition. It is generally 
understood to include all articles made of earthy materials, as in the tise of the 
word “earthenware,” but so broad a definition gives but little idea of the nature of 
pottery. As soon as a more precise definition is attempted, however, difficulties 
arise which are so serious as to render such attempts at a general definition quite 
unsatisfactory. 

It is frequently stated that “pottery” is definable as “ articles made of clay,” but in view of 
there being no really satisfactory definition of clay, and the existence of a large amount of pottery 
in which clay is by no means the largest constituent, this statement becomes unreliable. 

A similar difficulty is experienced when it is desired to classify the various 
kinds of pottery, and no entirely satisfactory classification has yet been devised. 

In many respects a modification of Knapp’s classification is the best; it may be 
summarised as follows:— 


I. Porous Pottery. 

(a) Unglazed pottery. 
it)) Terra-cotta, bricks, tiles 
and refractory ware. 


2. Non-Porous Pottery, 
(c) Earthenware. 

(J) China and porcelain, 
(e) Stoneware. 


There are several anomalies in this, as in all other classifications of pottery; 
e.^., the porosity may be understood as relating to the general substance or My 
of the article, quite apart from the use or absence of a glaze. Thus, earthenware 
which is glazed is, to all intents and purposes, non-porous, though apart from the 
glaze it is highly porous. 

(a) Unglazed pottery consists of a plastic, earthy material which has been made 
into the required shape, and then heated in a kiln or oven until it has been 
converted into a stone-like mass of medium hardness and great durability. Strictly 
speaking, the term “unglazed pottery ” includes the articles mentioned in group {b), 
but it is more convenient to confine it to hollow-ware articles. 

(iS) The terra-cotta^ etc,, group includes all solid articles, made of earthy 
materials, which are of a porous nature. The members of this group are usually 
soft enough to be scratched by iron, but some of them are so hard, or have a 
superficial hardness so great, that they cannot be scratched by steel. 

The pottery in the two foregoing groups consists typically of burned clay, its 
colour varying from light yellow to red, reddish brown, and finally to a colour so 
dark as almost to approach black. If the raw materials used are exceptionally pure 
or are rich’in lime, the pottery may be quite white. 

If the temperature to which the pottery is heated in the kiln or oven is sufficiently high, the 
material of which the goods are made will begin to fuse and to lose its porosity and shape. With 
most clays this occurs at a temperature of about i,ooo'’-i,35o° C., but if a pottery material can 
withstand the action of a kiln at a temperature of 1,600“ C., or above, it is usually placed in a 
separate class as a heat-resisting or refractory material. Such refractory ware is usually soft enough 
to be scratched by iron, though parts of the surface may be harder, and especially if the temperature 
of the kiln has been very high. 

When a piece of porous ware has been heated to such a temperature that the fused matter 
formed commences to fill the pores, the article will generally begin to lose its shape and to become 
twisted or warped. If it does not do this, it should be classified among the non-porous pottery. 
Thus, a brick clay will ordinarily be used for porous ware such as bricks and tiles, but Iq' heating 
it in the kiln to a higher temperature than usual, a crude kind of (non-porous) stoneware may be 
abtained. 


(z) Earthenware consists of porous pottery covered with a coating of g lazp , 
It is, therefore, impermeable so long as the glaze remains sound and whole, but 

« . .- - - 

* Terra, earth; cetia, baked. The term is used in the arts with reference to a particular colour, 
Mit in potti?iy its ordinal significance of baked earth is retained, and is quite independent of the 
tolour of the ware (see Sections LXIX. and I^X.). 
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any damage to the glaze will simultaneously increase the porosity. It is customary 
to use a thin covering of white-burning clay on the ware, immediately below the 
glaze, so as to give the article an appearance of having been made throughout of 
the more expensive clay. In some instances an opaque glaze or enamel serves the 
same purpose of covering any defects of colour or texture in the clay of which the 
earthenware is made (see also Section LXVI.). 

The term “earthenware” is very elastic, and comprises pottery of widely different values, 
including the crude efforts of peasants in semicivilised countries, as well as the most elaborate work 
of the most gifted earthenware manufacturers in the world—work for which the British potters 
have been famous for many years, and for which they continue to maintain their reputation. 

On the Continent, the term faience is used for all glazed articles other than 
stoneware and porcelain, and is therefore applied to earthenware. The term 
majolica is used to indicate a faience or earthenware in which the body is covered 
with an opaque glaze or enamel; this term is used somewhat loosely, and is 
occasionally, but erroneously, applied to ware covered with an opaque body over 
which is a transparent glaze. 

Chinaware and porcelain are the most valuable forms of pottery so far as 
beauty of form, texture, and decoration are concerned. It is, indeed, a cause for 
perpetual wonder as ■ to how it has been possible for such lovely objects to be 
manufactured (see Section LXVII.). 

The term “porcelain” i? applied by collectors and others to so many kind.s of pottery that it 
cannot be defined at all accurately, though all true porcelains possess certain clearly recognised 
characteristics. Amongst these are the iinperviousness of the body, the fineness of finish, and the 
whiteness of the undecorated portions of both the body and the glaze, the general hardness of 
the ware, and the translucency of the thinner portions of it. But the chief characteristic which 
distinguishes the porcelains from all other kinds of pottery is the manner in which the light is 
reflected from their surfac.e. Some of the best specimens of earthenware and stoneware attain a 
translucency and hardne.ss quite equal to that of porcelain, yet they cannot compare with the subtle 
and beautiful effect produced by the play of light on porcelain because of the difference in the 
testure and surface of the latter. This is due to the glaze in a true porcelain having a composition 
and nature very similar to that of the body to which it is applied, so that the transition from the 
outer surface of the glaze to the body of the ware is delicately gradual instead of being abrupt as in 
other forms of pottery. When the light falls on the surface of a piece of true porcelain it is 
reflected back by myriads of tiny crystals, each surrounded by a glas.sy substance, so that it emerges, 
softened and sulxlued, in a manner which is exquisitely beautiful, and is quite impossible of attain- 
ment in any other kind of ware. 

There are many kind.s of porcelain—indeed each different works must perforce 
produce a porcelain differing slightly, yet recognisably, from the others, and a 
perfect imitation is almost as impossible as it would be undesirable. Hence, the 
products of all the well-known firms may readily be identified by the expert without 
any reference to makers’ marks. Yet, notwithstanding the multiplicity of the 
porcelains, they may be classified in three main groups according to their com¬ 
position, viz.;— 

(a) The natural or true porcelains consisting essentially of a mixture of clay and 
felspathic material with a glaze of similar composition, but more fusible; represented 
by the Chinese and Japanese porcelains as well as by the “ hard paste ” porcelains 
of Continental Europe. 

{b) The artificial or glassy porcelains which were made from a mixture of clay 
and fused silicate or frit in the eighteenth century in various parts of Europe. 

These porcelains are known as “soft” or “ tender” and were difficult to produce because of the 
low plasticity of the raw materials and the liability of the articles to warp or lose their shape when 
in the oven. 

(r) Chinaware or bone porcelains, invented in England but now made in America 
and in various parts of Europe. These consist of a mixture of clay with calcined 
bones and a naturally occurring mixture of felspar and quartz known as china 
stone. 

The product is intermediate in properties between the other two groups of porcelain, though 
bearing a closer resemblance to the natural porcelains than to the artificial ones. 
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These three groups of porcelain may also be sold in an unglazed state, forming 
a number of wares of which Parian or statuary porcelain is the best known. 

Both the tender porcelains and the chinaware are incapable of the beauty of 
the finest specimens of hard porcelains because, in the former, the glaze used is fired 
at a temperature much below that required for the ware itself, whereas in the true 
porcelains the glaze and the body are both finished at the same temperature and 
a far more homogeneous product is obtained. 

The manufacture of true porcelain has never proved commercially profitable in Great Itritain, 
and by far the gieater part of English porcelain is of the bone-porcelain or chinaware type. The 
hritish Government has, however, voted a large sum of money to he spent in endeavours to prmluce 
a good, hard porcelain from British materials. 

For further details, see Section LXVII. 

Stoneware consists of a non-porous body which may, or may not, be covered 
with a glaze. It is distinguished from porcelain by its lack of translucency, by 
its colour and by its coarse nature, and from earthenware and terra-cotta by its 
imperviousness to water. 'Phis impermeability is never absolute, and most unglazed 
stoneware will absorb a fraction of one per cent, of water; hence there is no sharp 
dividing line between stoneware and terra-cotta, though in practice little confusion 
arises in classifying these wares. 

The term “ shmeware " is frequently applied to coarse gl.ized ware used in sanitation (such as 
kitchen sinks and drain-pipes), although such ware has a porous body w hich has been made externally 
impervious by a coating of glaze. The more correct appellation is “ sanitary earihenware,” Some 
of the finest stoneware has some resemblance to the cruder porcelains, but is readily distinguishable 
by its different texture and action on light. 

h’or further details, see Section LXVIII. 

The physical properties of pottery differ according to the nature of the 
ware and cannot well be considered in general terms. 

For domestic and sanitary purposes-^ pdtlery must be convenient in shape, entiiely impervious to 
water, milk and the various fluids used in cookery, and sufficiently strong to withstand ordinary 
wear end tear and such sudden changes in temperature as aic ordinarily experienced in its use. ll 
should also be pleasant in appearance and capable of such decoration—both in carved work and in 
colouring—as w'ill increase the pleasure felt in using or in seeing it. 

For technical purposes^ pottery must lie capable of withstanding ordinary usage, and must lie 
sufficiently resistant to the fluids to which it will be sulyected. The glaze (if any) must be tough 
enough to last for a reasonable time, and the ware as a whole must be stiung enough to carry any 
loads or to resist any electrical current to which it is likely to be subjected. In some branches of 
manufacture, lottery must be capable of being repeatedly heated and cooled without any cracks 
forming in the glaze or body and, in the case of drain-pipes, it must l>e sufficient!) tough to permit 
a small amount of ground settlement without fracture. 

For architectural work, a number of other characteristics are required. Building bricks and 
terra-cotta must be sufficiently strong to carry the loads imposed on them; the more refractory 
bricks and slabs used in the fireplaces and chimneys must be capable of resisting any probable 
temperature, whilst flooring tiles and paving bricks must be intensely hard and tough so as to 
withstand the wear and tear of traffic over them. In addition to strength, most architectural 
pottery (including bricks and tiles) must have a pleasing appearance, especially that which will 
t>e seen when the building is completed. For interior brickwork, the colour and appearance are 
of minor importance, but for ejeterior work they are first qualities sought by the architect, although 
strength and resistance to crushing are equally important in large structures. 

For purely decora/we purposes, the clearness and quality of the colours, lirightness of the gliuce 
(if any), and the texture of the visible surfaces of the ware are of the greatest importance, and it 
not in^equently happens that physical defects which result in an attractive appearance are not 
merely tolerated but are actively welcomed. The cracked glaze in “crackle ware,” and the 
irregular flow of coloured glaze on tiles and vases, are two typical examples of defects of this 
character which are used for the purposes of ornamenlaiion and decoration. 

In many pieces of decorative pottery, properties of importance for other purposes are de¬ 
liberately neglected in order to obtain beautiful effects not otherwise procurable. Thus, an article 
for indoor use need not possess the durability and resistance necessary in ware intended to be 
exposed to the weather and it ;$, therefore, pc^ible to use colours and to obtain effects which are 
' quite impossible when wearher-tesisting pottery is required. 

The decorative value of pottery depends almost entirely on the technical skill and on the 
aesthetic feeling possessed by those engaged in its manufacture. Its l^eauty is not confined to 
colour, design or form, for pottery offers greater possibilities to the artist and sculptor than does 
any otfier materifR. £kch year the numUr of available colours increases, each year an increased 
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mechanical exactitude in manufacture in obtained. It still true that pottery is one of the most 
conservative as well as one of the most progressive arts, vet the progress made in manufacture 
during the last half century is remarkably great. The modern pc)tler with more precise technical 
and scientific knowledge of the materials used, and belter methods of heating them than was 
possessed by his predecessors, is continually finding new materials and new eftects with simpler 
and mure relialile methods of manipulation. At the same time, the increasing demands of other 
departments of industry are opening out fresh fields of service to the manufacturer of pottery, and 
are increasing the value of this material l)oth industrially and icslhelically. 

The manufacture of pottery has undergone many changes during the last 
few decades, and the modern custom in Continental Europe of building very large 
factories and working them in the most up-to-date and progressive manner possible 
is making it increasingly difficult for the smaller firms both in this country and 
abroad. The rapid increase in American potteries is also tending to close one of 
the best markets open to British potters. In the newer countries, competition 
amongst British, French, and German potters is very keen and the progressiveness 
of F'rench and German potters has made their influence felt on the home trade 
of this country. 

It must lie clearly uiulerslood that Briti.sh potters have greatly improved the quality of their 
wares, and the secession of Knglish carllienware from its monopoly of many foreign markets is not 
due to the fptalily of the ware produced in this country, but to the development of pottery 
manufacture in olhei lands, the greater appeal to local tastes made by many Continental potters, 
the lower costs of manufacture due to State subsidies, the amalgamation of small firms, the 
economies and, most of all, to the improvements eflecied hy the intensive application of scientific 
investigation to the requirements of individual works. In England, on the contrary, potters have 
endeavoured to meet comjielition by direct economies in manufacture, /.c., by avoiding wastage as 
far as possible, but M'ithout making much effort to reduce costs by working on a very large scale. 
Instead of employing trained men to undertake scientific investigations in their own works, they 
have heen content with “experiments” of an amateur nature, carried out by their foremen and 
other woikmen. The Krench anil German potters have sunk enormous sums of money in work of a 
purely investigational nature; that nnmey is, to all intents and purposes, lost, hut it is lieing 
regained in the ffirrn of rapidly increasing trade. The British potter, on the contrary, is unwilling 
to spend large Mims of money in this manner, and so is faced with an increasing competition. The 
Brilisli (iovernment is endeavouring to assist potters in various ways, but the existence of many 
small firms with no surplus capital, rather than a few large and rich ones, prevents much prepress 
being made against foreign competition. 

Both policies have much to he said in their favour, but there can be no doubt that a firm 
of pottery manufacturers willing and able to spend money in proi>etly arranged investigational and 
organisational work will have a far better chance of succeeding than those which continue on the 
present lines. 

As a single instance of tlie two different points of view, it may l>e stated that wlnl.st America 
has five schools for clay-wtirking connected with its universities, Germany has six such schools all 
heavily endowed, and Great Britain has j>art of one small building, which, until recently, was of 
a wholly temporary charactei ; it is under the control of a conimillee whose interests are purely 
local. 

Yet, in spite of all their disadvantages, the best productions of British potters are still unrivalled 
in beauty and design, in quality of workmanship, and in technical excellence. 
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EARTHENWARE 


By Alfred B. Searle 
Consulting Technologist, Sheffield 


LITERATURE.—(See under Pottery, p. 151) 

The term earthenware comprises a large number of different kinds of pottery, all 
of which consist of a porous' body (or biscuit) covered with a suitable glaze. It is 
sometimes applied to unglazed hollow ware such as flower pots, but it is better to 
include all unglazed ware under a different term. For domestic earthenware the 
glaze is essential; without it the ware would become dirty and unsightly in use. 

Earthenware may be divided into :— 

(a) Coarse earthenware, composed of a red or buff-burning clay covered with a 
simple and somewhat crude glaze. 

. (i^) Fine earthenware, composed of an almost white body covered with a fine 
glaze, the ware being made and finished in such a manner as shall increase its 
intrinsic beauty. It is generally agreed that, for the price, there is no pottery 
better for ordinary use than fine English earthenware, though, when price is 
important, porcelain has some advantages not obtainable with earthenware. 

In the classification of earthenw'are it is often convenient to group it according 
to the glazes used, thus ;— 

1. Ware with a transparent glaze of— 

(rt) Alkaline nature, as in Persian faience. 

(/4 Plumbiferom nature, as in most Englibh earthenware and faience. 

(r) Boradc nature, as in leadless glazed ware. 

2 . Ware with an opaque glaze or enamel, as in majolica, Della Robbia and Delft ware'*. As 
the enamel usually contains tin compounds as opacifiers, this ware may be termed stanniferous 
faience. 

It is, however, desirable to group the various kinds of earthenware according to 
the composition of the body used, viz.:— 

1. Coarse earthenware made of a single clay, or of two or more local clays, with 
the sole addition of sand or crushed pottery. This ware is usually covered with a 
plumbiferous or an alkali-boracic glaze, and is chiefly used for very coarse pottery, 
architectural faience (sometimes euphemistically termed glazed terra-cotta), glazed 
bricks, hearth and wall tiles, sanitary ware, cheap vases and other decorative 
articles. 

2. Calcareous earthenware made of marl, or of a mixture of clay and chalk. 
This is the basis of enamelled ware (majolica, Moorish, Spanish, Delft, Della 
Robbia ware, etc.). This group of earthenware is largely used for tiles, fireplaces, 
and for decorative objects. The chalk present is essential to the correct adhesion 
of the enamel or other glaze used. The glaze is usually opaque, i,e., an enamel, 
but alkali-plumbiferous glazes, or glazes consisting of alkaline earths and boracic 
acid, are sometimes used. Calcareous earthenware is not manufactured on a large 
scale in England at the present time. 
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3. Siliceous earthemvare^ consisting of sandstone covered with plumbiferous glaze, 
was made by the ancient Egyptians and Persians, but is no longer manufactured. 

4. Fine earthenware^ consisting of a mixture of fine clays with flint and a 
felspathic material known-as “Cornish stone.” The glaze is composed of similar 
materials, in different proportions, together with various lead and boron compounds. 

Many attempts have been made to use glazes free from lead for this purpose, but only with very 
limited success. There is a considerable field for extensive experiment in this direction, but so fer 
no substance has been formed which possesses the same power as lead of producing a rich and 
brilliant glaze at temperatures suitable to the body of the ware. The number of leadless glazes now 
in use indicates the great progress made, but the uses of these glazes arc very limited, and they lack 
the brilliance and ease of working possessed by plumbiferous ones. 

As previously stated, fine earthenware forms the bulk of domestic, culinary and 
table ware, and its use for decorative objects is rapidly increasing. 

The body of earthenware may be red, yellow, or white according to the clays 
used. As it is completely covered by the glaze its colour is unimportant, but at the 
same time, it must be observed that the term earthenware, as ordinarily used, refers 
exclusively to fine earthenware. T'he glaze can be scratched by steel and is more 
readily chipped than porcelain, but is very resistant to changes in temperature. 

The belter qualities of earthenware arc sufficientlyden.se to .“ring" when struck, though the 
body is highly porous before glazing; it is closer in texture than most of the commoner wares. 
In appearance and usefulness the l)est earthenware approaches the ordinary chinawares or porcelains, 
though the latter, having an impervious body, are preferable for many purposes. Hence, the 
increased production of cheap chinawarc and porcelain tends to displace the use of cai then ware for 
dome.stic and hotel use. 

The Constituents of Earthenware.— Ml pieces of eartlienwarc are com¬ 
posed of two parts— (a) the body of which the article is made and {b) the glaze which 
covers it either partially or completely, and is intended to render it non-porous, 
cleanly in use and, in some instances, to add to its beauty. A third constituent— 
the engobe—forms part of some earthenware. 'I'he chief object of the potter is to 
produce a paste from which he may form the body' of the articles, this body being 
required to possess certain characteristics. It must be, for instance, sufficiently 
plastic to permit its being moulded or worked by hand into any desired shape. 
When dried carefully it must not twist or warp or otherwise lose its shape. It must 
also be sufficiently strong not to be damaged by reasonably careful handling. When 
taken from the kiln it must be strong enough to be employed for all the customary 
purposes for which it was designed, and it must, therefore, contain sufficient fusible 
material to bind all the particles strongly together. At the same time, the amount 
of fusion which occurs must not be sufficient to cause the article to lose its shape. 
The materials used for the body must be in so fine a state of division that they do 
not spoil the surface of the ware. Thus, delicate modelling and carving cannot be 
done satisfactorily if the body contains large grains or gravel-like pieces of material. 
At the same time, it must not be so fine as to make the ware unduly dense, or it 
will cause cracks. In the crudest and cheapest wares the cost of grinding the 
material to a very fine state is prohibitive and not infreiiuently compels the use of 
coarse clays, to the detriment of tlie product. 

The colour of the fired body must be agreeable for the purposes for which it is 
to be used. In the case of fine earthenware it must be white, or nearly so. In 
many instances a body of undesirable colour may be covered with an engobe of a 
satisfactory nature and the disadvantage thereby overcome. 

The glaze must be sufficiently fusible to flow satisfactorily over the surface of the 
ware to which it is applied, but it must not be so fluid as to run down sloping or 
vertical portions of the ware, leaving them scarcely covered with glaze. 

■ ’ The term body is used by potters to mean (a) the substance of which the article is mainly 
composed, r.e., thf article itself apart from its decoration and glaze and (b) the paste or other 
material from Klncn the potter forms his ware. The term is also applied to a thin coating of clay 
between that of which the article is made and the glaze. It is preferable to use the term ortgobi for 
this kind of body (sew^). 173). 
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Too infusible a glaze will be deficient in glossiness, and may contain numerous air-bubbles; too 
fusible a glaze will be clear and brilliant in places, but it will be unevenly distributed and will be 
too thin in various parts of the ware. 

. An engobe or slip is frequently placed between the body and the glaze. Its sole 
purpose is to cover the form and to give a finer surface to which the glaze may 
adhere. On account of its position, an engobe must naturally partake of the 
properties of both body and glaze, and it usually consists of a mixture of relatively 
pure clays with some of the glass-forming constituents of the glaze. Engobes are 
particularly useful when the clay used for the body of the ware is of an undesirable 
colour, or is of such a nature that the effect of applying the glaze to it is unpleasant. 

‘ If an ordinary red brick is covered with a transparent glaze, the finished product 
would always be of a reddish-brown colour. By covering the surface of the brick 
with an engobe composed chiefly of white burning clays, however, white glazed 
bricks can be produced. If coloured bricks are required, the colours may be added 
either to the engobe or to the glaze. 

' This use of a thin layei of superior 01 more costly clay is generally cheaper and more satisfaclory 
than the use of an .paipie glaze--e.specially if the borly of the ware is strongly coloured. It also 
serves as a convenient means of reducing the cost of the materials used, for large articles may lie 
made of a compar,itively cheap clay which, when covered with an engobe, will appear to be made 
of the supeiior clay u.sed in the latter. The chief disadvantage of engolies is their liability to spall or 
crack oH on evpnsurc ; this can only be avoided by .skilful attention lo details in manufacture, and on 
the correct adjustmenl of the body, engobe, and glaze to each other. It is in this careful adjustment 
that the remarkable skill of the potter chiefly lies, and it is in this direction also that he derives the 
greatest benefit (rom the employment of a .skilled ceramic chemist. 

When a piece of heated, glazed or engobed ware is cooled, the body, engobe, 
and glaze will all contract at different rates, and if the stresses developed by these 
contractions are sufficiently great the ware will be spoiled. The engobe and glaze 
being very thin, relative to the body, the effects of irregular contraction are most 
observable in them, with the result that a large variety of defects—cracking, peeling, 
formation of a wavy surface, etc.—arc produced in the glaze. 

The diftercnccs in Ihe coefficients of coiUruction of the body, engobe, and glaze are usually very 
minute, and it rei|uires .special training and skill to measure them. 

1 he raw materials used in the manufacture of earthenware maybe arranged 
in five groups ;—(i.) Clays; (ii.) Fluxes or glass-forming materials; (iii.) Refractory 
or heat-resisting materials; (iv.) Diluents; and (v.) Colouring materials. 

The clays used for earthenware differ greatly in character, according to the 
purposes for which the ware is employed. For the coarsest ware a very low grade 
clay or brick-earth may be used, but for the finer table ware the clays employed 
must be carefully selected, and must be free from all impurities which would 
materially affect their colour when burned. Intermediate between these two types 
of ware is a large number of others for which a correspondingly large variety of 
clays may be employed. 

In order, however, to keep the subject within limits suitable to the present volume, the nature 
of the clays used for the coarser earthenware are described under Sanitary Ware (p. 193), 
Bncks (p. 199), and Tiles (p. 225), the jiresent section being limited to the manufacture of 
table and decorative earthenware, in which only superior clays are used. 

The blue or ball clays which occur in the tertiary deposits of Devonshire and 
Dorsetshire form the basis of the finer English earthenware. 

These clays vary from a light bluish-grey colour to brown or black when first mined, the colour 
being due to organic matter. They are iwcnliarly plastic, unctuous to the touch, and the lietler 
qualities arc quite free from all gritty matter. These clays occur in the foim of an exceedingly stiff 
raste which is very difficult to cut, and they are, therefore, quarried or mined by a slow process of 
hand-digging, in which great precautions are taken to prevent dirt getting into the clay. Consider¬ 
able variations occur in the nature or composition of the ball clays from each quarry or pit, and it is 
therefore necessary, when purchasing, to state the purpose for which the clay is required. Other¬ 
wise, a clay may be supplied which is only fit for the manufi-vture of common ware or drain-pipes. 
The firms supplying ball clay can usually be relied upon to make the nece.ssary selection with great 
care. 
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When heated to dull redness, a suitable quality of ball clay wil' ''ecome white 
and very porous, but when heated to a temperature of x,ioo“ C. or over its oilour 
changes to yellow, sufficient fusion occurs to entirely fill the pores, and the mass, 
when cold, is so hard that only the hardest steel will scratch it. This yellow tint 
is detrimental to the colour of the finished ware, and though it is weakened by the 
other substances comprising the body of the ware, it is usually necessary to add a 
little cobalt oxide, the blue colour of which optically neutralises the undesirable tint 
of the clay. 

The chemical composition of ball clays as shown by analyses gives very little idea as to their 
value for earthenware, as a percentage of impurity so small as to be scarcely recognisable on analysis 
will, in some cases, render a clay quite useless. The following figures are, however, typical of this 
kind of clay 
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Commercial ball clays usually contain about 18-20 per cent, of water in the form 
of absorbed moisture, and an additional 12 or 13 per cent, of water is evolved when 
the day is heated in a kiln. This latter water appears to form a part of the clay 
molecule and, on its separation, the clay loses its plasticity and other distinguishing 
properties. In consequence of the loss of these portions of water, all clays shrink 
when heated. . 

The chief purpose of l»ll clay in earlhenware is lo form ihe bulk of the body, any defects in 
the clay Ireing corrected by the addition of other substances. Thus, dint increases the whiteness 
of the material, but reduces its plasticity, and it is, therefore, necessary to add a white clay such as 
china clay, if large proportions of flint are used. Ball clays are so highly plastic that they will 
stand the addition of very large amounts of non-plastic material such as flint and Cornish stone. 
Further information on clays wdl Ije found on pp. 139-150. 

China clays or kaolins of good quality are quite white when burned, and they 
are, therefore, added to ball clays to counteract the yellow tinge of the latter, 
and also to decrease the plasticity. China clays are the essential constituent of 
porcelains, and are therefore described more fully on pp. 145, 183. 

If china clay enters largely into the composition of a piece of earthenware, the latter will have 
a more refractory and stronger body than would otherwise be the case, and it would lie less aflected 
by sudden changes in temperature. Hence it is a useful constituent of such ware in spite of its 
peculiar characteristics. 

Buff-hurning clays occurring near to the works are sometimes added to the 
body mixture when an inferior grade of earthenware is being made. They serve 
as an inferior substitute for the ball clay, and usually lower the value of the ware in 
which they are used. 

Red-burning clays used for coarse pottery are closely related to the brick and 
terra-cotta clays (Sections LXIX. and LXXl.). 

* Fluxes or Glass-Forming Materials. —In order that the particles may be 
strong when the ware is drawn from the’ kiln it is necessary that a certain amount 
of fusion should have occurred, as the fused matter, on cooling, forms a kind of 
matrix or cemenW 
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When earthenware is made of materials deficient in flux, the ware will be unduly weak and 
jwrous, and will not “ring” properly when struck, as its particles will not lie sufliciently well 
bonded together. Many clays contain materials of a sufficiently fusible nature (see Stoneware), 
but in the manufacture of the better qualities of earthenware it is usually necessary to add such a 
substance, which is then termed a flux. 


In the production of glazes, fluxes play a highly important part as they form 
the chief constituents of all glazes and glasses. The chief characteristics of a 
glaze are that it must melt completely to a glassy mass free from air- and gas- 
bubbles, and that it must have sufficient fluidity to allow these bubbles to escape, 
and to permit the glaze to flow uniformly without an excessively high temperature 
being reached in the kiln. To meet these requirements, it is usually necessary to 
use a large proportion of flux in the preparation of a glaze. 

Fluxes are of two kinds; (a) those which are, in themselves, fusible, as g lncs, 
Cornish stone, and felspar; and {i>) those which are only fusible in the presence of 
certain other materials with which they combine. 


Lime is typical of this second kind of flux for, alone, it is practically infusible, yet when mixed 
with clay It forms a readily fusible material. The chief “ impurities ” in clay, and most metallic 
oxides and carbonates are of this nature. 


CorntsA stone is a granitic rock, occurring chiefly in Cornwall, which is rich in 
felspathic material of a sufficiently fusible nature to make it the best flux for the 
earthenware manufacturer. Its composition resembles a mixture of orthoclase 
felspar and a highly siliceous clay, but artificially prepared mixtures of these 
materials cannot be satisfactorily substituted for Cornish stone in pottery manu¬ 
facture. Id addition to this, Cornish stone is somewhat softer than felspar and 
can be ground at ratht^r less cost. 


Typical (.'ornisli sione shows on analysi.s— 
Potash 
Lime 
Alumina 
Silica 

The niineial v.iries so greatly in compo.>ition ih.i 
The best nieihod of comparing different samj)lcs is I 
and also thrir fusing points and relative hardness or 


6 per cent. 

I „ 

■ i8 
- 75 

t no single analysis adequately represents it. 
0 note their colour when fired in a potter’s kiln, 
resistance to cru.shing. 


When heated alone, Cornish stone does not fuse sufliciently to lose its shape at 
temperatures below 1,300 C., hut when it forms part of a body-mixture it appears 
to fuse at about 1,100 C. 

/ersey stone and pegmatite are other felspathic rocks similar to, but not identical 
Withy. Cornish stone. 

Felspar the name given to a number of alumino-silicates of well-defined 
crystalline form and composition which occur in the older rocks. The felspar 
chiefly used by potters is that known as orthoclase, which is a potash alumino¬ 
silicate containing about 16 per cent, of potash, 18 per cent, of alumina, and 6? 
per cent, of silica. ^ 


Calcium, sixlium and oilier alunitno-*.ilicate.s of 
orthoclase and are, therefore, of less value. 


similar composition are less fusible tlian 


Felspar occurs chiefly in granitic regions; that used by British potters is largely 
imported from Ni^rway. ® 

On prolonged heating, at a temperature of about 1,310” C., potash felspar 
(orthoclase) melts, but does not form a clear transparent glass unless heated to a 
tughCT temperature, or it is mixed with another substance which can lower its 
melting point. When used in a glaze, felspar gives “ depth of tone ’’ and brilliancy, 
but It IS only used to a small extent in the manufacture of earthenware The 
colour of felspar varies from green to yellow, but the material usually preferred by 
potters IS a pale yellowish brown or buff. 

-Glass is not much used as a flux in earthenware manufacture, but a little glass 
IS sometimes employed for this purpose in glazes. Its composition is usually 
irregular and its employment inadvisable. 

VOL. It.—n 
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Frits are specially prepared glasses made by fusing together various constituents 
of a glaze (usually the alkali oxides or carbonates and some form of silica or clay) 
so as to form an insoluble and readily fusible glass. 

The use of soluble substances in an unfritted state in a glaae greatly complicates the application 
of the latter. Many glaze recipes contain the direction to use a staled quantity of “ frit'’ j unless 
the composition of this frit is stated in the recipe it will lie impossible to follow the directions as 
there are hundreds of different frits {see p. 178). 

Borax, or sodium borate (Vol. I., p. 355), is an important source of soda, but all 
soda and potash compounds have the serious disadvantage of needing to be fritted 
or fused with other materials in order to make them insoluble before they can be 
used. When heated alone, borax fuses to a clear glass, but as this is soluble 
it cannot usually be employed unless it is combined with silica. 

Boiaa is an exceedingly valuable material for reducing the melting point of a glaze and for 
increasing fluidity and brilliance, so that it is used extensively in earthenware glazes. It should be 
free from iron and aluminium compounds and from common salt, and, like all the raw materials 
used in earthenware and porcelain manufacture, it should be tested before use. On heating, borax 
loses nearly 34 per cent, of its weight of water. 

Tincal—ssn impure form of borax—is now seldom used. Commercial borax is 
much purer, more uniform in composition, and is in .every way preferable. 

Of the second kind of fluxes (p. 161) lime, mapitsia, potash, soda and other 
metallic oxides are used so seldom as body-fluxes in earthenware that for this 
purpose they may be neglected. 

It is, however, necessary to remember that they occur in all clays and that their influence is 
often sufficiently great to make a considerable difference in the quality of the ware unless the clays 
are specially carefidly selected. 

In the manufacture of glazes for earthenware, soda ash and pearl ash (sodium 
and potassium carbonates) are largely used. 

Whiting, or calcium carbonate, is the form in which lime is usually introduced 
into a glaze. It is converted into quicklime on heating to about 750’ C., but has 
the advantage over the latter of being insoluble in water. 

Alone it is infasiblc, but when mixed with suitable proportions of clay, silica, alumina and 
most silicates, it enters into combination and produces a fusible mas.s. 

Its special function in a glaze is to reduce the fusing point, and to increase the durability and 
clearness. 

For some of the cruder forms of earihcnware a mail (vt natural mixture of clay and chalk) is 
used as a flux. It cannot be employed for fine earthenware on account of the iron compounds 
present in all marls. 

Plaster of Paris (calcium sulphate) (Vol. I., p. 345, also this Vol., p. 113) is 
sometimes used as a means of introducing lime, but cannot be recommended, as 
the presence of sulphates is a serious disadvantage. 

Baryta (Vol. I., p. 351) is sometimes added to glazes to increase their brilliance. 
It replaces lead whose action it resembles. 

Magnesia and magnesium carbonate are used by some potters. They resemble 
the Corresponding lime compounds in their action. 

Soda is preferably used in the form of sodium carbonate. The sulphate may 
be used, but as sulphates are undesirable in glazes they should seldom, if ever, be 
employed. 

Common salt is occasionally used, but is troublesome as it decrepitates when heated. All soda 
compounds (except soda felspar) must be fritted before use to render them insoluble. 

Potash, or pearl ash, is similar in many ways to soda, but generally behaves with 
greater power notwithstanding its greater molecular weight. It is best used in the 
form of potassium carbonate, as the less pure form (pearl ash) sometimes introduces 
too large a proportion of iron into the glaze and stains it an unpleasant yellow. 

Potash compoundt must usually be fritted to render them insoluble but, where the nature of the 
ware permits, this fritting may be avoided by the use of potash felspar (orthoclase). 

Boracic acid may be used as a substitute for silica when glazes of a very low 
melting’point arC required. 



EARTHENWARE 


163 

Some potlers prefer a fritted mixture of boracic acid and soda to the use of borax, though the 
reason for this is difficult to explain. It is probably due to the fact that a mixture of potash, soda, 
and lime, or any two of these, has a greater fluxing effect than the same weight of soda. 

Lead compounds are invaluable fluxes, as they combine with silica and various 
alumino-silicates to form a very large number of glazes with a wide range of 
fusibility. 

White lead, or basic lead carbonate, is one of the most useful fluxes known to 
the potter, as it gives a transparent glaze at a low temperature, and the lead 
compound is insoluble in water. 

Litharge, or monoxide of lead, is also used as a flux and has similar properties, 
but being less bulky it is not quite so satisfactory. 

Red lead, or minium, is a brilliant red powder consisting of tri-plumbic tetroxide. 
It fuses at a slightly lower temperature than white lead, but is more dense and is 
considered to give a yellowish tinge to the glaze. 

Galena, or plumbic sulphide, is only used in glazing coarse earthenware as the 
sulphur and other impurities in this ore prevent its employment in fine glazes. 
It is the only lead compound which is excluded from the provisions of the factory 
Acts for Potteries. This exclusion is due to the great insolubility of galena, which 
renders it practically non-poisonous. 

With this, exception, ult the lead compounds it-setl by potters are insidious poisons, which are 
all the more tlangerotis becatt.se their action is so slow and cumulative. Many attempts have been 
made to avoid the use of lead compound.s, but for the majority of earthenware goods no adetjuate 
substitute has yet been found. 


Refractory substances used in the manufacture of earthenware bodies are 
usually represented by Jfini. This is a concretionary form of silica which occurs 
in the Chalk formation, and consists of almost pure silica. Such substances must 
be able to withstand the heat in all parts of the kiln without appreciable fusion; 
they must be perfectly while after the burning of the ware, and must be used in 
grains of sufficiently small size not to disturb the uniformity of the composition 
of the lK>dy. 

Cahint'dfiint is prepared by healing ihc flints found in the C’halk formation to re(lne.ss, quenching 
them suddenly in cold water, and afterwards grinding the product to an exceedingly fine powder. 
Flints from neai l>leppe are deemed of special value for pottery. Calcined flint has a composition 
equivalent to that of pure silica wilii alioiit 5 per cent, of lime and i per cent, of other impurities. 

ovi? or calcined clay is occasionally used for the same purposes as flint, but as it is of the 
same colour as the clays used in the body, it does not aid in whitening the mixture like a 
good quality of flint. 

Sand^ if suflicienlly fine and pure, may be used as a substitute for flint as may also Gey.serite 
and Kieselguhr; it is, however, very difficult 4o get these materials in a high slate of purity 
and fineness. 

Diluents are substances which are used on account of their cheapness. 'I'hey 
are not employed extensively at the present time, but may be so in the near future 
on account of the increased cost of the raw materials now commonly used. Such 
diluents consist of cheaper varieties of clay, the .substitution of some other form of 
silica for flint, or the replacement of some ball clay and flint by a leaner clay. 

Colouring Materials. —1 hese are usually metallic oxides or glasses made 
from them, and are known in the trade as stains. They may be (a) rhixed with 
the body of which the articles are made, or (b) with a specially prepared body , 
or engobc with which the articles are covered, or {c) they may be applied direct 
to the surface of the article as in underglaze decoration, or (d) mixed with the 
glaze, or (<) applied to the glazed article as in overglaze decoration. On some. 
articles the colours are applied in two or more of these ways in order to produce 
special decorative effects. 

The, original colour of the “stain” gives little or no indication of its appearance 
when the decorated articles are withdrawn from the kiln, as the colour is due to 
chemical changes which occur during the heating of the ware. 
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The niiml>er of differenl stains on the market is exceedingly large and few potters now manufacture 
their own stains. In the majority of cases, tlic stains purci.ased are mixtures of the colouring oxide 
with a diluent or some material to effect a desired modification of the tint. Thus, the addition 
of ainc oxide or alumina to cobalt oxide affects the colour of the latter far more than if it were 
merely a diluent. In each case, however, the essential ingredient of a colour or slain is a metallic 
oxide, such as one or more of the following :— 

Cobalt oxide gives a strong blue colour. A very small proportion of cobalt 
oxide added to an earthenware body will counteract the tendency to yellowness, 
and will make the ware whiter. The use of cobalt oxide for this purpose is precisely 
similar to that of powder blue by the ordinary laundress in washing household linen, 
etc. Its action is purely optical and depends on the neutralising power of the blue 
and yellow colours on each other. 

In large proportions—up to 4 per cent.—cobalt oxide colours l>olh bodies and glar.es a brilliant 
blue, the tone of which is made lighter and richer by the addition of zinc oxide or alumina. Col)alt 
blues are used so extensively in pottery manufacture that many special preparations of it are sold 
for the production of definite shades such as ** willow blue,” “ mazarine blue,” “ ultramarine blue,” 
“celeste,” “sky blue,” etc. 

Cupric oxide is a black powder used for the production of blues and reds, and 
is usually added to the glaze or to an engobe of a glaze-likc nature. In neutral 
or acid glazes and an oxidising atmosphere, cupric oxide gives green colours, but 
in glazes rich in alkali various shades of turquoise blue are produced. 

Under reducing conditions and with alkaline glazes, it forms brilliant reds 
which are usually attributed to free cuprous oxide, but are more probably a highly 
complex copper-sodium alumino silicate with some metallic copper. This is the 
source of the colours known as rouge flamhi^ aventurine and sang de boeuf. 

Iron oxide, as used by potters, is a reddish powder of variable composition which, 
when added to a white body and fired, usually produces a reddish brown or 
yellow colour, but if there is a shortage of air in the kiln, greenish blue, dark grey, 
or an imperfect black may be produced. 

There appears to be an unlimited number hydrated ferric oxides the composition, texture, 
size of grains, and l»ehaviour of which depend on the manner in which they have been prepared. 
Croats martisy ochrey siennay rouge and ollter iron colours are of this nature. 

If the equivalent of alKmt 5 per cent, of iron oxide is present, the ware may be a go<»d terra-cotta 
red, a much smaller proportion producing a <lirly yellow or buff tint. It has l>een lepeatedly 
shown, however, that the proportion of iron oxide ascertained by analysis bears nf> definite relation¬ 
ship to the intensity of the colour, and there are goo<I reasons for supposing that the best terra-cotta 
clays do not contain free iron oxide, but some complex com|x>una such as nontronile, which is 
decomposed on heating, ferric oxide l>eing then set free. The size of the particles of iron oxide also 
has a great influence on the resulting colour. 

In the presence of lime, the red colour ordinarily produce<l by iron compounds is destroyed, 
but if the waye is heated almost to fusing point it becomes a pale “ bottle-green," 

The range of colours produced in earthenware bodies by iron compounds is very great, but great 
accuracy of tint is almost impossible to obtain. There is room for much further research in this 
direction. 

When added to glazes, the behaviour of iron oxide is quite different from that 
just described. At temperatures below i,ooo“ C. a reddish-brown glaze is formed 
which, with slight reducing conditions, may become purple or black owing to the 
production of complex ferrous alumino-silicates. At higher temperatures it forms 
brown glazes, the colour of which is apt to be irregular, but can be made more 
stable by the introduction of manganese and certain other oxides. With plumbi- 
ferous glazes iron oxide tends to form various yellow colours, but becomes green in 
the presence of an alkaline glaze. 

Chromic oxide is chiefly added to the glaze, as with bodies the effects produced 
are less pleasing. When burned in a kiln with an ample supply of air, alkaline or 
simple plumbiferous glazes containing chromic oxide become intensely yellow, but 
if both alkali and lead are present an orange glaze is produced. If, as is usual in 
the hotter parts of the kiln, the conditions are reducing, chromic oxide forms 
beautiful green glazes which are very popular; the simultaneous use of chromic 
oxide, cobalt and aopper enabling a large range of shades to be produced. 
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In the presence of oxide of tin and lime, chromic acid (or potassium bichromate) forms a 
brilliant series of tin*pinks which have been extensively used in spite of their true composition being 
imperfectly understood. 

With iron and manganese oxides, chromic acid forms “blacks”—a little cobalt oxide l>eing 
generally added—but in this connection it must be rcmemberetl that there are no true blacks in 
|X)ttery. 

Manganese oxide when added to glazes gives brown colours which are usually 
more pleasant if both iron and manganese oxides are used. If the glaze is rich in 
alkali, a violet colour is produced. 

Nickel oxide has proved unreliable for earthenware manufacture, but at tem- 
|)eratures of 1,300° C. with felspathic glazes it gives beautiful broken tints of brown 
and green. The colours produced in the presence of lead and borax arc far from 
pleasing, though when carefully prepared it may be successfully used in fhe pro¬ 
duction of some of the newer shades of apple-green. 

Lead antimonate is a bright yellow pigment (Naples yellow) which can be 
distributed uniformly through any plumbiferous glazes without decomposition. 

It is the basis of the most brilliant yellows; like other lead com|X)unds it 
cannot be u.sed at temperatures above 1,200° C. 

Antimonk acid in a lead glaze forms the Nai)les yellow just described. 

Uranium oxide produces a numjjer of bright yellow glazes which can be fired 
at low and high temperatures. It'is more expensive than antimony yellow, but 
is available under conditions where the latter cannot be used. 

Gold chloride mixed with tin chloride forms Cassius' purple, which produces 
brilliaiit rose, purple and carmine colours in glazes at temperatures between 
850° and 1,100“ C. 

Metallic gold is applied to the glazed ware in the form of a S[)ecially prepared 
mixture, which is “ fixed ” by gentle heating in a suitable kiln. The gold may 
also be burnished by rubbing it with agates, if desired. 

Other precious metals such as silver and platinum are occasionally used to 
produce a lustrous effect. 

Tin oxide (stannic oxide) remains suspended in most transparent glazes, and 
thus converts them into white, opai|ue masses resembling .some kinds of porcelain. 

It is the opacifying medium of most enamels. 

Tin ash is a stannatc of lead made by roasting lead and tin together. It is 
being rapidly replaced by tin oxide which is a purer and better preparation. 

/.inc oxide and antimony oxide behave in a similar, but far less efficient, manner. 

Fluorspar, cryolite, alumina and various other substances are used as opacifying 
and colouring agents, and new preparations are continually being invented. 

There is, in fad, a continual demand for new colours in bodies and glates, and a detailed 
investigation as to the causes of the formation of several colours is much needed. Many of them 
are now prepared by purely empirical methwls which could, prolmhly, l>e simjilified and improved 
if the reactions involved were l.etter understood. 

Testing Raw Materiah .—At the present time very few earthenware manufacturers carry out 
systematic le.sts on their raw nialcrials; even the most progressive of them do little more than 
“run a test l)atch of ware” when a new supply of material is received. Consequently, there is 
room for considerable economies and improvements in this direction, though the matter is far 
more complex than appears at first sight. The tests which should l)e made must be of a physical 
as well as a chemical nature, for in many cases variations in the fineness of the mdterial are even 
more important than in its composition. The fusing points and the speed of reaction with other 
sulistances are also niatters of importance which are difficult to lest precisely. 

The influe ICC of apparently unimportant factors, and the difficulty in ascertaining the real 
causes of various phenomena observed, make the testing of raw materials a tedious task and one » 
which is usually fraught with but sntall return for the labour spent. Vet this is precisely one of 
the chief reasons why testing should be systematically carried out, for in no other way can 
difficulties be overcome so readily or prepress made in the industry. 

Comparatively small variations in' the raw materials used are frequently the cause of very 
serious losses, so that some examination of all raw materials is absolutely essential to success, if 
a works is to be well managed on really economical lines. 

Earthenware Bodies. —The body of earthenware articles is prepared by 
mixing two or more clays with sufficient glass-forming material, or flux, to form a 
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material which, when burned, will have a sufficiently close texture, a good ring, 

and will possess the usual characteristics of unglazed earthenware. 

The kind of clays selected for this purpose have been descrilred on pp. 159, 160; the fluxes on 
pp. ifc-i6j. It is usually necessary to add a considerable proportion of non-plastic refractory 
material (such as flint) to reduce the shrinkage which the mixture undergoes on drying, and to 
produce as white a ware as fiossible. Any tendency to yellowness may be corrected by the 
addition of a suitable preparation of coliall. 

The proportions of the different materials used differ considerably in different 
works and according to the kind of earthenware required. In all cases, the hall 
clay is the chief ingredient, and usually forms almost half the weight of the raw 
materials used. The china clay added increases the whiteness of the ware and 
reduces shrinkage and liability to fracture under sudden changes of temperature. 
The amount usually present is about half that of the ball clay, but equal parts of 
each are sometimes used. The larger the proportion of china clay the whiter and 
better will be the ware. Flint is added in quantity about equal to, or rather less 
than, that of the china clay, and Cornish stone to about half that of the Pint. A 
tyiiical earthenware is therefore composed of:— 


Hall clay 

46 per cent. 

China clay - 

2.1 

Hint 

21 „ 

(,’ornish stone 

>0 


too 


Kccipcs for earlhenware bodies arc of small value, for the condilions vary in each woiks and in 
the manufacture of each kind of ware, .so that each potter has to modify the composition of his 
mixtures to suit his special ret|uiremeiits. 

In practice, the materials are not weighed out, but are converted into a fluid 
state by mixing them with water, the required quantities of the slif> or slurry so 
produced being then measured in order to obtain the 
mixture desired. 

This arrangement overcomes the difliculty which would other- 
w'ise be caused by variations in the )iroportions of moisture in the 
difi'erent materials, and saves the necessity of determining the pro¬ 
portion of such moisture and allowing for it. 

As it is essential that the composition of the body 
should be as uniform as possible, all the raw materials 
must be in an extremely fine state of division. 'I'he 
particles composing the clays are, naturally, so small that 
no crushing is necessary, but the flint and Cornish stone, 
and any other materials used, must be ground in mills 
kept exclusively for this purpose. 

In the Staffordshire potteries the grinding of these materials is a 
trade to itself, the millers supplying both flint and Cornish stone in 
the form of a slip of which each pint weighs 32 oz. (= sp. gr. 1.60). 
When this is the case these slips do not require to be blunged, but 
are stored in tanks until required. 

Each raw material, with a suitable quantity of water, is measured out roughly 
and discharged into a vertical tank termed a hlunger (Fig. 2). This machine is 
fitted with a vertical shaft carrying horizontal blades which, when rotated, effect a 
thorough mixing of the materials and water, and produce a creamy slip. This is 
■ then run into a storage tank or into a mixing ark. 

• The thoroughness of the blunging, and the uniformity of composition of the slips, will depend 
on the correct design and construction of the blurfgers. These should be hexagonal in shape, and 
the internal blades should be of such a shape, and set at such an angle, as will give the. most 
thorough mixing motion. It is much lietter to buy them from a firm of pottery engineers than to 
attempt totlesign them and have them made elsewhere. 



Kui. I. —Wet Grinding 
Mill. 

(Bv courtesy of 
Messrs T, IVilUtt Co.) 
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The blunged material must be tested as to its specific gravity. This is usually 
done by measuring out exactly one pint of the slip and weighing it accurately. It 
is important not to have too dense a slip as it will tend to settle too rapidly; too 
watery a slip, on the contrary, will not mix readily with other slips. 



The foUo'.’ing densities have been found by long experience to be the most generally suitable;— 

Ball clay slip, weighing • * - 24 oz. per pint. 

China clay slip, weighing * - 26 ,, „ 

Cornish stone slip, weighing • * 32 ,, ,, 

Flint slip, weighing • • * 32 „ 

It is generally desirable to blunge the materials to a slip of slightly greater density than those 
given, and to make the final adjustment by adding water and again blunging for a few moments, 
Uie operations being repeated until the desired “ weight per pint ” is obtains. As much depends 
on the density of the slips being accurately known, great care should be taken in this st^e of 
the manufacture. 
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The various slips, in suitable proportions, arc next run into a mixing ark, or 
light blunger, the quantity of each being usually measured in inches of depth of 
slip in the ark. 

As the sides of the mixing atk are vertical, it is clear that the volumes of the slips added will 
be proportional to their depth in the ark, and a lath marked in inches and immersed vertically in 
the latter will serve to measure the volumes with sufficient accuracy. 

The order in which the various slips are run into the ark is of some importance; 
the most satisfactory order is ball clay, china clay, flint, stone and stain. Scraps 
of body which have been blunged up into slip may also be added, if desired ; 
this is frequently done as it appears to facilitate the working of the body and to 
increase its plasticity. 

'I'he various materials are now mixed together by rotating the blades in the 
mixing ark—which resembles a blunger—and when a uniform slip is obtained, it 
is pumped on to sieves termed /aw/is. These usually consist of tiers of rectangular 
wooden trays, the bottoms of which are made of silk or phosphor bronze wire gauze. 

Three lawns are employed, one alxivc the other, the coarsest being at the top. The usual 
meshes are those known as 14’s, i6’s, and i8’s, but the latter—being very fine—is sometimes 
omitted. In order to increase the speed of sifting, the lawns arc given a “to-and-fro” motion 
by means of a crank and eccentric. 

The slip which has passed through the lawns is next allowed to flow through 
a trough containing a number of electro magnets which retain any particles of 
metallic iron which may become adventitiously mixed 
therewith. 

Unless thc.se particles are removed, the ware wtll become 
yellow and spotty. The magnets must, of course, be cleaned 
periodically. 

The slip is next run into a finishing ark where it 
receives its final mixing before going to the filter 
pressc.s. 

The slip usually weighs about 26 oz. per pint, and 
so is far too fluid to be used by the potters—except 
in the process of casting -and must have a consider- 

Fiit. 3.— Filter I’less. able proportion of its contained water removed without 
Uiy ccuriesy „/ “ unmixing ” the other materials. 'I’he best means, 

Meisrs T. known at present, for effecting this is by means of a 

filter press, but the process is so clumsy and inter¬ 
mittent that an improved method is greatly to be desired. 

In the filler press (Fig. 3) the slip is pumped or run into cotton lags which are then 
subject to pressure so as to squeeze out most of the water whilst still retaining the clay. When 
as much water as possible has been removed, the cloths arc opened and the cakes of clay, measuring 
about s ft. X 1 It. 6 in. X 5 in., arc taken out and tolled up. 

In order to produce a homogeneous mass the cakes are placed in a pug 
mill which resembles a large sausage machine. In this, the clay is cut, 
squeezed and mixed until it emerges from the machine in a solid, uniform pasty 
mass, which is cut into lumps by means of a tightly stretched brass wire and is 
taken to the workmen, or to the clay store, as may be required. 

In some works, the older process of wedging is still used, the cakes being dashed hard on 
“one another, slic'xl with wire and the pieces again dashed on each other, this being continued 
until a uniform paste is obtained. This method is slow and tedious and depends for its 
.success on reliable men who can be trusted not to shirk the hard work involved; except for; 
special work, therefore, it is largely being replaced by the more, rapid and, in mbst cases, equally 
efficient pug mill. 

'Consistency .—There is for each mixture of clays, etc., a definite consistency at 
which it is easiest to manipulate, and the potter must, therefore, take care that the 
correct amount of water is present in the pugged paste. 
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If too much water is present, the body will be too st>ft and adhesive, whilst if it is too dry it will 
not fit well into the moulds and will fall to pieces during later stages of manufacture. The con¬ 
sistency which is generally .suitable is that at which the clay paste is sufticiently soft to be easily 
worked into any desired shape without it adhering to the fingers of the workman. An experienced 
potter can immediately tell l)y the feel ” of a piece of clay paste wlicther its consistency is what 
he desires. 

The chief property possessed by all earthenware bodies of being capable of formation into any 
desired shape by the mere pressure of the fingers is termed plasticity. Little is known at present of 
the causes of plasticity, but it is a characteristic of most clays and is one of the most important dis¬ 
tinctions l)etwecn them and other substances. F'urlher information on the subject will be found in 
the section on Clays (p. 142). 



F/g. 4.— rotter s Wheel (Power-Driven). 
(A> courtesy of Messrs IVcnf^ers Ltd.) 


Methods of Shaping Ware.— In the production of earthenware, a number 
of processes may be used singly or in combination according to the articles to be 
produced. The most important of these methods are as follows:— 

Modellings which consists in giving a pasty mass of body the desired shape 
by cutting, pressing, and pulling portions of it. This is, in some ways, similar to 
the work of a sculptor in carving stone, but the greater softness and plasticity 
of the body enables the fingers and small woode- tools to take the place of the 
sculptor’s hammer and chisel. Moreover, pieces of fresh paste can be added 
to the main mass whenever desired—a property that is only possessed by plastic 
substances. 
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Modelling is only used when a single article is to be made, or when a mould is to be produced. 
\l \s, Si\ov( iTid somewhat tedious wotk^ even when ample facilities are provided, but it is the starting 
point of all methods of manufacture. 

Throwing is a special form of modelling in which the potter uses a rotating 
plate—the well-known “ potter’s wheel on which to form the article. The earliest 
wheels were simply flat wooden discs mounted on an upright spindle and kept in 
motion by occasional blows administered by the hands or feet of the potter, but the 
modern wheels are more complex and are driven mechanically (Fig. 4). 

In making symmetrical articles, such as vases and most domestic vessels, the 
use of a wheel greatly facilitates the shaping of the mass. The potter dashes a 
pasty lump of body on to the wheel and starts the latter rotating. He then wets 
his fingers in a bowl of water and applies them to the mass in such a manner that 
it rises and falls in a conical shape until it is well mixed and free from air-bubbles. 
He then forces his thumbs down on the centre of the mass, and with his fingers 
converts it into the desired shape, the final touches being given with various small 
tools made of wood, horn, or metal. The surfaces are then cleaned with a wet 
sponge, the article is cut from the base, by means of a stretched wire, and passed on 
to the next workman. 

Throwing is skillerl work and many precautions must be tak'en by those engaged in it, but these 
need not be mentioned here. It is suflicient to state that an incompetent thrower may produce 
articles which appear to lie quite satisfactory wheir they leave his hands, though at a later stage 
they become twisted and warped through irregular strains and pressures applied by the thrower. 

Many vessels may be finished by the thrower, but if great accuracy of shape 
is desired it is usual to have them “turned.” Unfortunately, throwers are 
being di.splaced by mechanical contrivances (presses) which produce similar 
results more rapidly and cheaply, though with less artistic value than those 
possessed by articles throw-n by a clever potter. 

Articles of complex shape are sometimes thrown in two or more pieces 
which are tifterwards joined together. 

Turning is a modification of throwing, and consists in treating 
the dried piece of ware on a lathe in a manner precisely similar 
to that employed hy engineers in turning wood, steel or iron to a 
desired shape. The chtef difference is that the dried body is so 
soft that very little power is needed for driving the lathe, so that 
a small treadle-lathe is generally used. 

The turner is usually supplied with ware which has been “thrown” to 
almost the desireil shape, and his work consists chiefly in finishing the ware, 
{Hr lourUsy cj giving it an accurate shape. In the manufacture of electrical fittings the 

Srt'yf) ' ‘ degree of accuracy required is sometimes almost as great as that for metal, 
notwithstanding the great differences in the materials used. 

By means of special attachments to the lathe, elaborate devices may be 
turned with ease and rapidity, and the demand for accurate and complex ware is such that much 
of the ware made mechanically in presses, etc., is now finished by turning it on a lathe. The 
finish given by turning is lietter, and the shape is more accurate than those obtainable by any 
other process of shaping. A crude form of turning is used for rough pottery, and is known 
as fettling. 

Moulding is now the most usual method of shaping earthenware articles. The 
paste is placed in suitable moulds made of plaster of Paris, and is pressed into them 
either by hand or by some mechanical means, the surplus material is removed, and 
the mould is then set aside to dry. After some time, the contents are taken out 
, and a replica of the'article or model is thereby produced. 

For some complex articles, the moulds must be made of many parts, but the 
principle is the same. 

Potters do not usually employ the term “ moulding,” but include this operation 
under “ pressing,” even though no presses are used. 

’ The simplest form of moulding is when the paste is pushed well into every part 
of the mould by hand, and after the article has been removed from the mould its 
surface is finished as may be required. This process is used for all articles which 
cannot be made on rotating machines. 
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An ordinary ewer, or jug for toilet use, is typical of the kinds of ware which are made in 
moulds. For plates, etc., the mould consists of a single piece, but for most hollow ware it is made 
of at least three pieces, the handle being made in a separate mould and attached later. The inside 
of the moulds is sponged with clean water, and the various parts arc hlled separately with a flat 
cake or Irat of body, which is somewhat larger and rather thicker than the portion of the ware to 
which it corresponds. The body is carefully pressed w ell into the mould, and any excess is carefully 
removed. The various parts of the mould are now fastened together, and the “joints” or spaces 
between each piece of body are carefully obliterated by working with the fingers, more body being 
added if necessary. When the various pieces of body have been properly united, the inside surface 
is trimmed to shape with a small scraper, and is finished with a sponge and clean water, until it is 
as smooth as possible. The mould with its contents is then set 
aside until the body is sufficiently stiff for the mould to be 
emptied with safety. After this, the article is trimmed exter¬ 
nally, the handle is attached by means of a little body slip, and 
the whole surface of the article is then finished with a wet 
sponge and a piece of leather or linoleum until it is fpiite 
smooth. 

The article is then taken to the “stove” or drying chamber. 

F,acb workman wdl retpnre a large nundrer of nroulds to 
keej) him fully occupied. 

The moulds soon become “sick,” and will not deliver the 
ware properly; they must then Irecleanerl by carefully scrubbing 
the interior with a wet brush. If this and a thorough drying 
does not revive them, they must Ire discarded. 

Jdlleyin,!; is a form of moulding which is more 
rapid and requires less skill than hand pressing. The 
jolley consists of a mould fitted on to a kind of 
potter’s wheel (Fig. 6), and the lump of body is 
thrown into it. A piece of [Xittery, wood, or steel— 
termed a profile—attached to a suitable framework— 
termed a jigger—is then brought down on to the paste, 
and the pressure it exerts, in combination with that 
of the rapidly rotating jolley, rapidly converts the 
lump of body into an article of the desired shape. 

Jolleying is, therefore, a combination of processes wliercby 
the exterior shape of the article is moulded, and the inside is 
simultaneously turned. This process is sometimes revcrse<l, as 
in the manufariure of plates, which are made upside down, the 
profile forming the “ bottom *’»)f the plate, and the mould the 
face Of interior. 

It IS often convenient to use two machines, one to form a 
flat disc <»r of paste, and the other to give this the final 
shape desired. 

Presses of various patterns are used for wares 
required in large quantities, the most usual form for 
earthenware being a jolley or jigger. For hearth 
tiles and other wares not readily formed by jollcys 
and jiggers, toggle levers or screw presses (Fig. lo) are 
largely employed. These presses are provided witli Fio. 6.—Vertical Jigger 
metal moulds consisting of two chief parts—the box Jolley- 

which is attached to the bed of the machine and the (B) 0/ivcnscrs jm.) 

plunger, or moving part, which fits into the box. 

A suitably s'/.ed lump of paste is placed in the box, and the plunger brought 
down forcibly by means of the mechanism provided. The body, being under 
great pressure, is thus made to occupy all the interstices in the mould, and 
any excess of material is forced out through an escapement. On reversing the 
machine, the plunger is raised and the article may then be taken out of the 
mould. 

As these metal moulds are costly, and only applicable to articles of comparatively simple shape, 
the use of presses is limited to certain wares, such as tiles, which are required in enormously large 
numbers. Many manufacturers arc now, however, preferring to use dust instead of a plastic body 
when such presses are employed. 
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Casting is a form of moulding which is specially suitable for very thin ware, 
though in some instances it may be used for thicker articles. The moulds used for 
th/s purpose arc of plaster, and a body slij)—carefully lawned to free it from grit—is 
poured gent/y into the moulds. The plaster absorbs most of the water from the 
sUp, and aftet a short time the mould is inverted, any remaining slip is poured out, 
and the mould is left for the body within it to dry and shrink. This does not take 



Fig. 7.— Aulomatic Cup- 
making; Mjichinc. 

iOHvtesy 0/Mtssn 

T. 


Fi<f. 8.—Aulomatic Machine l(jr 
making Wash iJowls, etc. 

{Dy louttfsv of 
T. n'll/etf Co.) 


Fit.. 9.—liatc-making 
ami Balling Machine. 

(^v umrtesy of Messrs 
r. Willett is- Co.) 


long, and the body can then be taken out of the mould in the form of an article 
which usually requires retouching. 


For successful casting the slip must be very fluid, but must contain only a little water. The 
addition of a small percentage of alkali, and particularly of baryta, to the clay reduces the propor¬ 
tion of water needed to make the slip fluid, by 40-45 per cent. 


Cast ware is very porous, and shrinks greatly on dryitig; it is more largely used 
for [torcelain than for earthenware, though there are many earthenware articles, such 
as spouts for tea and coffee pots, which cannot be made so easily 



m any other way. This method is also of special value for thin 
ware of a complicated pattern. 

Expression of the body through a die or mouthpiece fitted on 
to the exit end of a pug mill is only used for the cheaper handles 
and similar solid parts of articles. In the manufacture of bricks 
and tiles, on the contrary, this is one of the most important 
methods of manufacture ; it is described in the section on Bricks 
(p. 208). 

Finishing .—There are a number of minor processes through 
which the articles must pass before the shaping can be considered 
to be complete. The surface may be scraped and polished in 


Fic to —Screw remove blemishes; some portions may require to be 

Tile i’ress. carved or undercut-, others must be repaired by the addition of a 
{Byceurtay^/Mnsrs foHowed by gentle trimming and polishing. 

r. wiiutt Sr Co.) Slipping and sticking up are terms employed for fastening 
handles, feet, spouts, and other accessories on to articles; it is 


generally advisable that distinct projections such as these should be moulded 
separately, and afterwards stuck on to the article; to mould the whole at once 
greatly complicates the manipulation, and prevents the ware being made so satis¬ 


factorily. Sticking consists primarily in moistening and pressing together the two 
parts to be joined, and uniting them by working in a small roll of plastic body. 
supping is used for less plastic bodies; it. consists in covering the surfaces to be 
united with body-slip and then pressing them together. 

Engobing consists of the application of a coating of a body different from that 
of which the article is made. Thus, earthenware articles may, for the sake of 
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cheapness or for some si)ecial reason, be made of a body whose colour, when fired, 
is undesirable. Such a body can be covered with an engobe of superior clay, and 
in this way can be made to resemble first-class earthenware. 

Enrobes arc, usually, of the same composition as the best earthenwares, but it is sometimes 
convenient to adit a little extra flux or glaze to them, in order to increase their adhesion to the body 
of the ware. Where a coloured engobe is required, the appropriate stain (p. 163) is added to it 
before use. They are applied in the same manner as glazes, but occasionally the engobe is placed 
in the mould in which the article is to Ire made, and the coarse material is then used to form a 
“ backing.” 

Drying Earthenware .—Owing to the large amount of moulds and of space 
which would otherwise te occupied, and the necessity of avoiding draughts, it is 
almost imperative that some form of artificial drying should be employed, and 



Fig. II.—Screw I'ress for Small Ware. 
{By courtesy of Messrs U’eng-ers Ltd.) 


drying stimes are generally used for this purpose. Each mould must be dried before 
its contents can be removed, so that the stoves must have ample capacity for all 
goods that each maker can produce. Many stoves now in use will hold a thousand 
or more moulds. 

The ordiimry drj’ing stove for fine earthenware consists of a series of shelves about lo ft. high 
and 12 ft. square, arranged on the axes of a Iiexagonal frame (Fig. 12) with just sufficient si^ce 
between each shelf for it to accommodate the moulds. The frames carrying these shelves are 
mounted on vertical shafts so that they can be rotated slowly. They are enclosed in compartments 
which are heated by steam or hot-water pipes near the floor, several frames being placed in each 
compartment. Opposite the centre of each frame there Is a iToor of just sufficient width to enable 
the moulds in one arm of the frame to lie put on or remover', as desired. The use of an enclosed 
stove of this pattern, with a narrow doorway, enables the heat to be used to the l)est advantage, 
whilst also allowing ready access to all the goods in the stove. 

For very large articles fixed shelves around the walls of the drying room are generally employed. 
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When the articles in the moulds are sufficiently dry they are removed, placed 
on a revolving table, termed a u/Airler, and carefully sponged or rubbed with a 
piece of leather to give them the necessary finish. Wares of a specially fine nature 
sometimes receive a further polishing by means of flannel or tow, applied to the 
almost dry body. If neces.sary, they are replaced in the stoves and the drying 
completed. 

The finished goods are then ready to go to the kilns or ovens. 1 ‘latcs are placed in bungs 
consisting of twelve plates placed one above the other. 



Fig. 12.—Section and Plan of Drying Stove. 


Shrinkage.—During drying, the water present in the pasty body is removed 
in two ways: (o) by absorption by the plaster, the pores of which are too fine to 
allow the clay to pass through them, and {/>) by evaporation. In each case the 
removal of the water produces a reduction in the size of the articles, and allowance 
must, therefore, be made for this shrinkage. The amount of contraction differs 
with different bodies, but is usually about one-twelfth of each dimension of the, 
article, except in cast ware in which it may be much larger. 

■ Bodies with a high shrinkage on drying usually have a strong tendency to warp and crack, so 
that it is desirable to keep the shrinkage as low" as possible. This may be done by substituting 
china clay for some of tlte more plastic clay or by the addition of flint. A certain amount of plastic 
clay is, however, essential; without it the particles cannot be kept together. Hence, alt articles 
made froitra plastic hedy invariably shrink during drying. 
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In small, thin pieces, the shrinkage and drying do not usually present great difficulties, but in 
larger and thicker ware the greatest possible care is needed, and the drying must be exceedingly 
slow. 

Further information with respect to shrinkage will be found in the section on Clays (p. 142). 

Ovens.— For burning earthenware, round vertical kilns, or otitns, are chiefly 
employed. In shape they resemble a large, but stumpy, bottle, and consist of 
a cylinder of brickwork about 8 ft. 6 in. high, above which is a high dome 
surmounted by a chimney. Around the circumference of the oven is a number 
of fireplaces, the flame and gases from which enter the interior of the oven and 
pass partly up small chambers or bags and amongst the contents, and partly down 
through the floor or sole. Both sets of flame and gases eventually rise up 
through the kiln and finally jjass out through the chimney at the top. 

Sometimes the oven proper is quite independent of its chimney. 'I'he latter is 
then built in the form of a large bottle¬ 
shaped structure which completely sur¬ 
rounds the kiln and is termed a hovel 

(Fig- IS)- 

This arrangement prevents ihe wind from 
blowing the fires and so disturbing the heat of 
the oven: it forms, however, a very hot and 
confined space in which the firemen work and 
the diaught is liable to be feeble and irregular. 

Down-draught ovens (Fig. 16, p. 215) 
have long been used on account of the 
even temperature which can be pro¬ 
duced in them. They are of various 
patterns and often differ considerably in 
their constructions, but in all cases the 
flame and hot gases from the fuel first 
ri.se up inside the walls of the oven until 
they reach the dome; they are then 
turned downwards and, passing through 
one or more openings in the floor of the 
oven, they travel through a series of 
flues to a separate chimney. 

In order to economise fuel, two 
ovens are sometimes built on top of each 
other (Fig. 14), the waste gases from one 
then passing into the next oven. 

Many attempts have been made to use tunnel ovens, into which the goods are 
introduced at one end, heated slowly until they reach the centre of the oven— 
where they attain their highest temperature and then cooled gradually until they 
pass out at the further end. With few exceptions, tunnel kilns (Fig. 16) have not 
proved successful for earthenware, but are useful for gilding, overglaze firing and 
patching defective ware (see p. 181). 

There appears to be much room for improvement in the design and construction of ovens for 
earthenware, but large scale experiments are far too costly for most potters to t>e able to attempt 
them. Thus an application of Hoffman’s continuous kiln would prove highly economical in fuel, 
but such a kiln has never been used on a large scale for earthenware in this country. 

The use of gas instead of coal also offers several important advantages, but no gas-fired kiln for 
earthenware has yet been built in Great Britain, 

The conditions and changes which occur inside a large potter's kiln are highly complex, and as a 
small variation in the manner of working the kiln may spoil the whole of its contents, it will 
easily be understood that very few potters are willing to risk thousands of pounds on a doubtful 
economy in fuel or a small improvement in their ovens. That large improvements are possible is 
beyond all doubt, but the great difficulty is the serious loss which would prolrably have to be faced 
before the improved kiln was a commercial success. 

Setting or placing are terms used for what, in less technical language, would 
be designated as “ filling the oven." The earthenware is first placed in oval or 



Fic. 13.—Movable Shelves in Vertical Drier. 

{Bjn courtesy of Messrs T, iViilett Co.) 
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round boxes made of fire-clay (termed saggers), and these are then piled one on 
top of the other until the oven is “ filled.” 

The earthenware is so tender that it requires great skill and care to place it properly in the 
oven. A single sagger full of plates is a heavy and difficult article to manipulate, especially as 
many of them have to Ire carried up ladders. 




Fig. 14. —Vertical Section and I’lan 
of Double Oven. 




Flo. 15.—Section and Plan of 
Hovel Oven. 


Biscuit or unglazed ware is easier to place becau.se the pieces can be laid on each other so long 
as there is not too much weight on any portion of the ware. The skill of the setter in biscuit 
placing consists, therefore, in placing the largest quantily of ware in the kiln. 

In placing glazed ware, or glesl, the glazed surfaces must, as far as possible, be kept out 
of contact wfth any other surface, and tlie ware is therefore supported on “pins,” “spurs,” 
“ thimbles,” and outer specially shaped pieces of fire-clay, the sharp edges or points of which are 
designed not to spoil t^e appearance of the glazed surface of the ware. 




earthenware 




Much ingenuity has been exercised in devising means of placing glost ware in saggers; 
detailed descriptions of these devices are given in Bourry’s “ Treatise ”' and other technical works. 

The number of saggers in an oven is very large, being usually above 
2,000. They are arranged in a series of usually five—and are piled on 

one another until the oven is filled. Sufficient 


space must be left between the piles or bungs of 
saggers to permit the proper circulation of the fire 
gases. 

To prevent the flame entering the saggers and 
discolouring the ware, they are luted with sand or 
clay—preferably the latter. The lute also affords a 
means of properly bedding the saggers on each other; 
if this is done carelessly the loss resulting from the 
breakage of saggers will be serious. 



Firing. —The firing of earthenware biscuit re- Tunnel Kiln. 

(juires great cure and skill. It is necessary to heat 

steadily and slowly, so that the water evolved on the decomposition of the clay 
may not escape too rajridly and so damage the ware. 'I'he ware shrinks as the 
water is removed, and if the heating is irregular the ware will twist and warp to 
•such an extent that it becomes useless. 


This second, oi kiln shrinkage, is only about one-third of that on drying, but if the rale at 
which it occuis is excessive the possibilities of danmging the ware are very large. 

1 he temperature finally attained in the biscuit oven is about 1,200° C-, the 
ware being heated until it has attained the desired hardness and density rather 
than to any definite temperature. Some potters find it better to heat for a long 



hiG. 17.—Plates in Sagger. I-’m. 18.—Basins in Sagger. 


time at a somewhat lower temperature, others prefer a higher temperature and a 
shorter heating. 

Trials made of pieces of earthenware, are placed in convenient parts of the 
oven, and are drawn out through special trial-holes. By drawing out trials at 
regular intervals from various parts of the oven, the extent of the action of the 
fire on the ware can be ascertained. Various pyrometers—including the very 
ingenious shrinkage-gauge of Wedgwood and the Seger cones (Vol. ]., p. 74)— 
are also used for ascertaining when the firing of the ware is likely to be finished. 

Skilled firemen can judge the temperature of a kiln by looking at it carefully, and when 
accidents have happened and pari of the inside or contents of the kiln have slipped, the fireman 
IS frequently cc.npelled to rely entirely on his experience of the “colour” of the kiln to enable 
him to finish the burning. 

In order that the ware may be burned economically, the fireman must 
heat it as rapidly as is consistent with safety, and in order that the heat may 
be uniform he must carefully regulate his flies and the quantity of air 
admitted. J he coal used should be long-flamed and of fairly good quality: it 
costs more to use a poor coal than a better oni on account of the longer time 
needed for heating. 

* Figs. 12, 14, 15, 17, and 18 are from Bourry’s “Treatise on Ceramic Industries.” 
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There are many opinions as lo the best methods of heating ovens for earthenware biscuit, but 
the most satisfactory ovens are those in which the tcm|rerature is raised steadily until the finishing 
point of the ware is reached, and in which this temperature is maintained as long as may 
be necessary. Hal ware, such as plates, dishes, etc., re<]uires a long lime lo gain the temperature 
of the oven, and holding the fire at the finishing lem|a;rature—a proce.ss technically known as 
soaking —is almo.st essential. Soaking at a temperature much below the finishing point is 
almost useless with earthenware. 

For thirty hours, the oven retiuircs little attention beyond .steady firing, but, about twelve hours 
before the end, difficulties commence. The most critical time of all is the last firing or hailing ; 
at this point the temperature must be raised with great care, and the indicators, trials, etc., must be 
very carefully observed. 

When the firing is fini.shed, the oven is luted up and left for at least twenty 
hours so as to cool uniformly. After tliis it may be partly opened, and eventually 
it may be emptied, />., drawn. 

The product is biscuit or unglazed earthenware; it must usually be glazed 
before use. 


Glazes. — In the manufacture of earthenware a glaze or glassy covering is 
essential, as the body of the ware is porous, and easily becomes dirty. Karthenware 
glazes are fired at a somewhat lower temperature than the body, but very soft 
glazes fired at an e.xceptionally low temperature are undesirable, as they are very 
liable to crack and peel off, and are apt to be pttisonuus because of the soluble 
lead .salts formed. Readily fusible glazes which are free from lead have not, as yet, 
proved commercially satisfactory. 

As already noted (p. i6o), the glazes used for earthenware are chiefly comitosed 
of some of the following; borax, soda, potash, china stone, flint, whiting, china 
clay, and one or more lead compounds. As some of these substances are soluble 
in water, they could not he used in the ordinary methods of applying the glaze 
to the ware (i.e., by dipping), and such substances must, therefore, be converted 
into insoluble ones. This conversion is affected by fusing certain ingredients of the 
glaze together, thu.s forming insoluble silicates, alumino silicates or boro-silicates, 
according to the substances present. This process is known as fritting, and the 
fused product is termed a frit (i). 162). 

The following are typical mixtures foi making frits for eaflhonwarc gta:.c :— 


Mixtukes VOK FrI'IS. 



A 

B ’ C 


j Borax ..... 

30 

36 39 

24' 

; Cornislt or china stone 

30 

20 j 23 

21 

1 ■ Thina clay - ... - 

.S 

6 ! 7 

10 

\ Mint ..... 

15 

20 ; 18 

20 

1 Whiting ..... 

20 

18 i 13 

14 

; Soda ash ■ 


... 1 ... 

n 


The frit mixture is placed in a reverberatory kiln and, when fused, is run into 
water which granulates it. If the granulation is jiroperly effected there is no need 
to grind the frit before preparing the glaze. 

Earthenware glazes are usually made of the following ingredients mixed in 
proportions similar to those stated on the next page:— 


' Buracic acid. 
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Mixtures for Glaze. 



A 

B ■ 

C ; 

! 

1 

1 

Frit... - 

50 

. 5 <> 

' 

58 

1 

55 

Cornish slunc 

25 

40 

16 1 

25 

i While lead - 

25 

24 

22 * 

20 

l-'linl 

1 



4 

1 



The gla/c or liibe-iiii.’ilure is ground with water to an estremcly line fxjwder in 
a ball-mill, Alsing cylinder or chert-lined mill, and is carefully sifted through 
lawns of silk or phosphor bronze. It is then run into a blunger, the arms of 
which are fitted with electro-magnets so as to remove any adventitious particles 
of iron, or these particles may be removed by running the gla/,c-sli[) through a 
trough fitted with powerful magnets. 

It is necessary adjust tlic composition of the glaic accurately if the Ijcsl result are desired, 
and this is all the more inifiorlant as jjla/ses do not appear to he definite clicinical coinpoun«ls, 
hut are of the nature of one solid dissolved in another (“solid solution’’). If conditions are 
favouralile, ci>slals of definite compounds will form in llie j^la/c, liut as lhc.se deslro) Us value, 
the gla/.e maker is caicful to avoid f«)rming sucfi crystals. 

The cfiecl of the \arious injjrcdicnls tm each other has aheady liccn mentioned (p. 162), and 
their constitution and composition are so complex as to form f*no of the chief subjects which a 
ceramic chemist mu.st study. Usually, the greater the proportion of metallic o.xuies or of boracic 
acid or lioiax in a glaze, the lover will l>c its melting point, but much depends on the nature 
of the oilier con.slilucnl.s. White lead is the chief and most useful dux employed l)y jx>ltcrs in the 
prorluclion of earthenware glazes, and though many attempts have been made to avoid its use this 
has only proved possible when the glo^siness or some other important characteristic of the glaze 
has been partially .saciiliced. Tire use of Ixiiium compounds lias proved valuable, hut not sufficiently 
so to enable the use of lead to be discarded. There is scojx: for an extensive investigation as to 
what elemenl, if any. can replace lead in earthenware glares; at present, no substance is known 
which is entirely satisfactory for this purpose. 

Glaze is applied to earthenware which has been fired (biscuit) by dipping the 
article into the glaze slip. 'I'he earthenware is porous and ab.sorbs the water in 
the slip, leaving the article covered with a thin coating of glaze mixture. Mechanical 
dipping and glazing appliances are sometimes used, but skilful handwork is better. 

T'.ie ware is allowed to dry and is then taken to the kiln, placed in saggers, 
and fired until the glaze has fused to a uniform glas.sy covering. Any support 
coming in contact with a glazed surface will spoil the latter at that point, and it 
is therefore necessary to keep these points of contact as small as [xissible (see 

“Setting”). 

During the second heating in the kiln—which i.s known as the materials forming 

the glaze fuse to a molten glass and combine suihcienlly with the Ijody of which the ware is made 
to form a strongly adhesive and impervious coating. If this coating, or glaze, has a cocIVicient of 
expansion appreciably different from that of the body, strains will lie set up in both body and 
glaze, and the latter will crack or peel olK Ordinarily, glazes are transixirent, but opaque glazes 
(enamels) are sometimes used in the produclion of white ware from a coloured body. The usual 
opacifying medium is oxide of tin. 

The kilns used for firing glazed earthenware are of the same type as those used for burning 
earthenware biscuit, b;u a lower tcmirerature is required for the glaze. 


THE DECORATION OF EARTHENWARE 

The decoration of earthenware may be effected in various ways. The body of 
the article may be modelled, carved, or moulded so as to form an attractive 
design. Coloured clays may be used to form some portions of the article, or 
designs may be “painted” or sprayed on the ware with suitable pigments. 
Where large quantities of ware with the same designs are required, it is customary 
to mix the colours with a special oil, then to use this mixture to print the designs 
on suitable paper and to transfer it to the ware. This is known as “ printing.” 
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The application of the colours may be made (a) to the body and below the 
underglaze decoration, (/;) in the form of a stained glaze (p. 163), or {c) to 
the glazed earthenware—decoration. 

Of these, the first is the most permanent, as the design is completely covered liy the glaze, and 
the overglaze decoration i.s the least durable because it is on the .surface of the ware. 

The colours used for underglaze decoration are more limited than those for 
overglaze work, because the former must resist the temperature and conditions 
of heating produced in burning the biscuit and glost ware. The overglaze colours, 
on the contrary, can be fired at any temperature which may suit them, and the 
widest possible range is thus obtained. 

For underglaze painting the colours are finely ground, and mixed with turpentine or with 
gum arabic and water. They are then painted with brushes, or with small pieces of .sponge cut to 



Flo. 19.—Printing Table. 

{Hy tfluriesy o/Mesirs Wengers Ltd,) 


a convenient shape. The colour is “dabbed” rather than painted, and as there i.s no definite 
relationship between the colour, as used, and that which is seen when the ware comes out of the 
oven, undcrglaze decoration re<)uires great skill, especially where the effects of light and shade 
are desired. 

The decorated ware is next heated to a dull redness in a hardening chamber or kiln so as to burn 
off the turpentine and any other organic matter present, after which it is dipped in glaze, and then 
sent to the glost oven. 

In overglaze decoration the same methods are employed, but they are applied to the glazed 
ware instead of to the biscuit. Owing to the wide range of colours required, the.se are .seldom 
heated to more than 900° C. The colours are finely ground, and then mixed with a flux such as:— 

, Red lead ■ • - 3 parts. 

Borax - • .. - 2 „ 

Flint .... I part. 

This Jlux is re^ly a readily fusible glaze, and its purpose is to fix the colour to the ware so 
as to cover and nrofect it, and to give a clossv finish where this is reouired. 
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The painting of overglaze work is easier than that of underglaze as the colours 
change but slightly in the oven, and losses in firing are very small. It is specially 
used for heraldic ware, gilding, and for many classes 
of pottery bearing elaborate chromo-lithographic 
designs. 

Overj^Maze decorated ware is usually fired in muffles, but 
several firms who have used a simple form of tunnel kiln 
(Fig. i6) have found it more economical and satisfactory. In 
this kiln the goods are placed in iron baskets or on small cars 
at one end of the tunnel, and arc moved forward until they 
reach the centre. This is the hottest part of the kiln, and 
as soon as the ware is “fini'hed” it is moved forward lowartls 
the Ollier end of the kiln. The temperature of tlie w'are then 
falls gradually, and on renmving it frrmi the kiln it can be 
handled without inconvenience. 

The heating is effected in such a kiln in a remarkal)ly uniform 
and economical manner, and the gradual rise and fall in the 
temperature of the ware is conducive to satisfactory results 
coupled with a large output. Such kilns are l>etter than the 
ones ordinarily used lor this class of work, but they rer^uire a 
large output il they are to l>e worked economically, TunnrI 
kilns are also used to a small extent for other classes of ware at which much highei temperatures 
are rcipiiied, and some pollers consider that they will be used very extensively in the near future. 

For further jxirticulars on overgla/e decoration see the section on Porcelain (p. 189). 



Fig. 20.—('olour Mill. 

(^V courtesy of 
Messrs'T. Wilieti ^ Co.) 


PROBABLE FUTURE PROGRESS 

So far as can be asceitained, progress in earthenware manufacture will be in 
the direction of more economical and uniform heating of the ovens, and in the 
standardisation of existing methods. The increasingly keen competition in foreign 
markets necessitates the reduction of all waste to the lowest possible limits, and 
may not improbably result in a series of “amalgamations” whereby full advantage 
can he gained from the use of a large number of ovens connected together in 
such a manner that the best [tossihle use is made of the fuel. 

With t-xisling (single) tivens placed some distance apart this waste is unavoklable. Improvements 
in grinding and oilier machinery and in the trades subsidiary to the manufacture of pottery, such as 
colon, makers, etc., len<l to the elimination of individuality in different firms, and induce conformity 
to a limited number of standards. This will further tend to reduce the costs of production, but 
will simultaneously lessen the value (*f the ware by rol>bing it of .some, at least, of its individuality. 

The large amount of research work now being carried on in connection with earthenware and 
other pottery tends to increase the number of colours and wares available, and also to reduce the 
proportion of defective ware. It is, however, so costly and so risky to make any appreciable 
alteration in the modes of manufacture that few firms are prepared to do this, so that progress, 
though steady, is necessarily very slow. 

The amalgamation of existing firms into groups, or their replacement by much larger ones, is 
necessary if full advantage is to betaken of continuous (tunnel) kilns and other modern appliances, 
especially as very large outputs appear to be essential to low costs of production. 
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SECTION LXVII 

PORCELAIN 


Kv Alfred B. Seari.r 

ComuUin^ 'IWhnologist^ Sheffield 

LITERATURK 

A very uvcful list of Imoks and journals on the technical side of porcelain manuAicture is 
given on p. 151 ; a more complete list is published in ;— 

A. H. Skari.e.—*'T he (llayworker’s Handbook.” London, 1906, 1911. 

The decoration of porcelain from an ivsthetic |)oinl of view is dealt with in an enormous number 
of papers and volume.s, the most important of which will lie found in ;— 

■M. Soi.ON.—“ Ceramic Literature."’ London, 1910. 

PoRCEi.AiN is the noblest kind of pottery, its di.stinguishing feature being the 
possession of a vitrified, impervious, and translucent (or semi transparent) body. 
There are iniiny varieties of porcelain, some of them differing very widely from the 
others, the chief ones being (a) hard porcelain, (/') soft or tender porcelain, (c) china 
or bone porcelain, and {ti) Parian ware—a variety of ungla/.ed porcelain used for 
statuary, etc. 

The general characteristics of the various porcelains have been briefly described 
under Pottery (p. 153). 

Raw Materials, — China clay or kaolin is one of the chief constituents of 
pori. elain, and the tjuality of the ware will vary according to the particular clay or 
kaolin used. 

Even when the same materia! is used in two works, slight differences in the pro|>oriion of flux 
or in the heating of the ovens, will produce marked diflereuces in the resultant porcelain, and the 
skill of the porcelain manufacturer lies chiefly in making the best possible use of the inateiials 
available to him. 

Deposits of kaolin occur in various parts of the world, the most famous being 
those near Berlin and Meissen in Germany, at St Yrieu.x near I.imoges in France, 
and the Cornish china clays in England. The German kaolins are largely derived 
from porphyry though some are of granitic origin. The French kaolins are derived 
from a species of gneiss (pegmatite), and the Cornish china clays have been formed 
by the decomposition of granitChinese and Japanese porcelains have been 
famous for many centuries. 

KaoUiii arc white soft earths which difier from each other slightly in composition and texture, 
and even more so as regards the porcelain produced from them, but their characteristics are 
sulficiently marked for them to form a distinct variety of clay. When washed free from the coarser 
impurities, kaolin and china clay consists chiefly of an aUimiiiosilicicacid, lhAl.jSLO», the crystalline* 
form of which occurs as the mineral kaollnite. In most kaolins the particles are so minute that it is 
almost impossible to ascertain whether they are crystalline or amorphous, and the length of time 
they remain in suspension in water has led to the conclusion that they are partly colloidal in nature. 

Most kaolins are almost devoid of plasticity, but this ■ ro|)erty differs greatly in those of various 
origins. This lack of plasticity distinguishes the kaolins from the plastic clays and necesshales the 
employment of somewhat different methods of manufacture. 

The chief impurities in kaolins and china clays are quartz, felspar, mica and various igneous 
rocks, some of which contain iron compounds. These may be largely removed by washing or 
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elutrlalion, but even the refined product contains upwards of to per cent, of impurities. Some of 
the kaolins used by the Chinese contain 25-30 per cent, of mica. 

Felspar —chiefly from Norway—is a typical constituent of porcelain, in which 
it forms the chief flux and thereby gives translucency to the ware. It is a hard 
rocky material composed of 64.8 per cent, silica, 18.3 per cent, alumina, and 16.9 
per cent, potash or an equivalent base such as soda or lime (see p. 161). 

There is a coasiderahle variety of felspars of similar characteristics but different compositions. 
The figures just mentioned refer to the variety known as orthocluse, which is the one chiefly used in 
pottery manufacture, though plagioclase felspars are also used to a small extent. 

Cornish stone or china stone is a felspathic material occurring in Cornwall and 
used in the manufacture of English china and of some glazes. It is supposed to be 
similar to the Chinese Fe-tun-tse and to the French pegmatite, but differs from 
them very considerably in several important respects, and especially in fusibility. 

The varieties of Cornish stone chiefly used have a composition corresponding to 6 per cent, 
potash, 18 per cent, alumina, and 76 per cent, silica and may lie regarded as a mixture of felspar and 
quartz, though artificUl mixtures of these two minerals do not produce quite the same results. 

Quartz in the form of white sand, powdered quartz, or ground flint is used to 
reduce shrinkage in the ware and to provide the retjuisite amount of free silica 
(p. 163). 

Steatite —a complex magnesium silicate—is used in the production of some 
porcelain such as insulators. It acts as a flux and also increases the plasticity to 
a small extent. 

Chalk or some other form of calcium carbonate is largely used in the manu¬ 
facture of hard or true porcelains. It has a powerful influence in effecting the 
fusion or vitrification of the body (see {). 162). 

Magnesite, or magnesium carbonate, is occasionally used as a partial substitute 
for chalk. 

Grog, or ground biscuit ware, is conveniently used in some porcelain glazes. It 
is also convenient for introducing clays into a body without altering the plasticity and 
moisture of the other materials. It consists simply of clean pieces of unglazed ware 
which have been crushed to powder (see p. 163). 

Bone ash is prepared by heating the cleaned bones of oxen until a white 
mass is obtained which is then ground to powder. It consists chiefly of calcium 
phosphate with a little calcium carbonate and is a powerful flux. 

As II constituent of porcelain it gives to the paste a plasticity fully a.s great as that of hard 
porcelain combined with the same range of colours as are available for tlie glassy porcelains. 

Porcelain Bodies. —As stated on p. 153, there are many varieties of porcelain, 
and their compositions vary correspondingly. It is therefore necessary to consider 
each type of porcelain separately. 

Hard porcelain is made with a body composed chiefly of kaolin, felspar and 
quartz, the proportions of each being adjusted to produce the desired effect. 

Typical mixtures consist of— 



Sevres. 

j Berlin. 

! Chinese. 

i 

Kaolin 


38 

1 77 

i 

1 47 

Felspar 

• 

38 

23 

1 ‘5 

Quartz 

■ ■ 

24 


i 38 

1 


The large proportion of clay and the absence of quartz in the figures given for Berlin porcelain 
ire d_ue to the fact that the Senewitz kaolin used there is so rich in mica. This mixture really 
lorresponds to a poicelaiu'made of ciay substance 53 per cent., felspar 23 per cent., and quartz 
12 per cent. From this it will be seen that the proportions of felspar and quartz used depend on 
he proportion of clay substance in the kaolin. The less quartz and felspar the harder will the 
lorcelain be to hutOf Ui® resistant will it be to changes in temperature. For chemical ware 
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more clay is used. F or very large articles, ground biscuit porcelain may be added so as to reduce 
the shrinkage without altering the composition. If the proportion of the last-mentioned material is 
large it may be necessary to add a little plastic clay to hind the particles tc^cther. 

For electrical purposes (insulators, etc.), hard porcelain is extensively used. 
For this purpose, it must be fired at the highest temperature possible, and the 
ware must be rich in sillimanite or similar crystals. Owing to the demand for 
specially efficient insulators, the best of these are now made exclusively of china 
clay, or steatite, and, in the case of Marquardt porcelain, of china clay to which 
alumina has been added to make it more refractory. 

l\)rcelain used f<jr electrical and some other engineering purposes must l>e made with special 
care, and screws and other fittings must be a’most as accurate as if ma<le in metal. 

The g/azes used for hard porcelains are composed of the same ingredients 
as the body, but in different proportions, and chalk or marble is sometimes added 
so as to obtain a more fusible product. 

A typical glaze for hard pf)rcelaiii is that of Sevres, which is made of— 

Ground hard porcelain (grog) - • - 25 parts, 

Quartz • • • 42 ,, 

Chalk or marble - - * 33 

or that of the Royal Berlin Works, which is made of - 

Felspar - • ■ 8 parts. | Quartz- - - 57 parts. 

Kaolin - • ■ 28 ,, 1 Marble- • • • 7 »> 

Glassy porcelains are of little or no industrial importance. 

Those made m France were composed of a calcareous clay or marl with a large proportion 
of fusible material, and closely resemble glasses of a complex character. In s»ome cases so hllle 
clay was used that dextrin had to be mixed with the liody to give it the necessary cohesion. The 
lamous />(Ue tendre of Sevres was made hy fritting (p. 162) Ufgelher— 

Sand .... 6c,o parts, j Alum- - • - j.bjxirtc, 

.Salt - - - 7.2 ,, I Soda • • - * 3*7 n 

and mixing the frit thus formed with chalk and Argenteuil marl in the following proportions 

Frit 75 parts. 

Chalk - - - - - 17 ,, 

Mail.8 „ 

The composition of this |X)rcelain closely resembles that of plate glass. 

The f^lazes used for glassy porcelains are much more fusible than those for hard porcelains, 
and resemble the glazes used for earthenware. For Frencli or glassy porcelain a typical glaze may 
be made by fusing together— 

Litharge • *38 parts, i Potash ... 15 parts, 

Kontainehleau sand - - 27 ,, Soda • . - Q ,, 

Flint - - - II ,, I 

grinding the prcMiuct and mixing it with water to form a slip. 

For bone china or English china, the body is now composed of— 

China clay • • • • • 30 parts. 

Bone ash - • * 35 »* 

Cliina stone - * 35 »» 

Wide variations occur in china obtained from different works, particularly 
with regard to the proportion of bone ash and china stone. A little ball clay 
is also added by some potters in order to increase the plasticity of the material. 

Some of the earliest English chinaware bore a close resemblance to French porcelain, and 
it w.is only when Spode, about the year 1800, abandoned the use of glass that true English china 
was manufactured. 

At one time or another almost every variety of p trcelain has been manufactured 
in England, but what must be regarded as true English chinaware is made, as 
stated above, of china clay, Cornish stone and bone ash. 

A typical glaze for such English or bone china is made of— 



INDUSTRIAL CHEMISTRY 


186 



I'Hir. Gimk. 

China clay 12 jiart'.. Kril - • -65 parts. 

Quartz or flint • - i .5 t. Cornish stone - ii ,> 

Cornish stone - - 20 ,, Flint - - - It „ 

Chalk or ahitinf; - 18 ,, White lead - ' tfl i» 

Borax - - .FS »» 


From this it will be observed that the glaze on English chinaware bears a very 
close resemblance to that used for the finest English earthenware. It differs less 
from the composition of the body, but the presence of lead, borax, and whiting 
have so great an influence that it is difficult to find any resemblance between the 
composition of the French and English glazes, and those used on the hard 
porcelains of the Continent and the East. 

It is, in fact, largely owing to this ditl'erence in the composition and tiehaviour of the glaze that 
English and French jiorcelains pfissess so few of those special characteristics which render hard 
porcelains so valuable both fisllielically and ftir scientific and other purposes. The glaze on a 
hard porcelain so closely resembles the more fusible portions of the body to which it is attached 
that it has been aptly compared by W. Burton to the skin of the human Imdy; the same writer 
comparing the gla/e of Ircnch and ICnglish porcelain to a tight-fitting gainient of an entirely 
difterenl composition from the body which it clothe^, or to a varni.sh covering applied to an 
article. 

Parian ware is an unglazcd porcelain which is admirably suited to the 
production of statuary. It has, however, also been glazed with a mixture simitar 
to that used for earthenware or bone china, and then used with great success in 
the manufacture of table ware and vases. Beleek porcelain —the only porcelain 
made on a commercial scale in Ireland—i.s a glazed Parian ware. 

According to W. Burton, gla/ed Parian ware corresponds exactly l»i the so-called Chinese 
soft paste porcelain, fur which fabulous prices were at one lime paid. 

Parian body should be made of the same material as true porcelain, though 
the proportion of felspathic material is much higher. 

A widely used recipe rerommend.s—China clay, i i>art; felspar, 2 parts. 

This is much more fusible than true hard paste |K>rcelain. Some makers use the foregoing 
with an ec;ual weight of while sand, and other potters have used glass and other fluxes in the 
manufacture of Parian ware. In one firm, the Parian liody consisted of equal weights of hard paste 
and glaze. Great care is, however, required in the use of fluxes, or the ware will have an 
unpleasant greasy appearance, due to the excessive vitrification. 

Like other porcelains, Parian body has so little plasticity that it is dilhcult to 
manipulate, and the best results arc most readily obtained by casting (p. 172). 

The shape nf the articles must be within certain limits; some projections may be supported 
by pieces of raw body in the kiln, but this is always difficult in the case of the extended legs of 
prancing horses and of other figures with projecting parts. 

Chinese and Japanese porcelain wares are frequently made of naturally 
occurring mixtures. Thus the Japanese Imari ware is made of a material contain 
ing 49 per cent, clay substance, 14 per cent, quartz and 37 per cent, felspar. 

The ancient ('hinesc were, however, well acrpiainied with the use of felspathic material as a 
means of adjusting the composition of their raw material, and termed the latter Kao'Ihi and the 
former pe-tun-fse. The l>est examples of (.'hinese porcelain are of the hard pa'sle or true porcelain 
type already described. 

PROCESSES OF MANUFACTURE 

Preparation of Porcelain Bodies. —The mixing of the various ingredients 
composing thi- porcelain bodies is effected in a manner very similar to that used in 
earthenware (p. 166), and consists essentially in reducing the various materials into 
the state of a fine powder, suspending them in water in the form of a slip or cream, 
mixing the various slips thoroughly together in the desired proportions, and then 
removing the surplus water by means of a filter press. 

On tlie Continent, the filter-cakes arc stored in cool cellars for much longer periods than is 
usual in this.country, this storage being intended to develop as much plasticity as possible. When 
the cakes are ready for use they are passed through a kneading machine or mixer. Magnets for 
temovinv adventitious ffarticles of iron arc also emuloved (d. 168I. 
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It is necessary that the material used for the manufacture of each kind of porcelain should be 
mixed in the requisite proportions and with the necessary thoroughness, as, otherwise, the shrinkage 
in drying and burning will be excessive or irregular, and the ware will not have the propertiw 
characienstic of good porcelain. ' 

The methods of producing articles from porcelain paste vary considerably in 
different countries, but they are usually modifications of those previously described 
in connection with earthenware (p. 169), and comprise moulding or pressing by 
hand in plaster moulds, throwing or shaping on a potter’s wheel, and casting 
or pouring a slip into a porous mould. 

As porcelain Ixidies are usually deficient in |)lastichy, and ihe demand for thin, translucent 
pieces is very large, they are ditficult to throw or mould, .so that casting is the most suitable process 
where a sufficient number of articles is reipiired. .\dilitional parts, such as handles, are attached in 
the .same way as to earthenware (p. 172). The bodies used in the production of hrench or glassy 
porcelain are exceptionally diliicull to shape on account of their lack of plasticity, and this, coupled 
with the hazard .and uncertainty of the efl'ects of heating in the oven or kiln, has prevented this 
cla.ss of |iorcelain from liecoming commercially profitable. 

In order to obtain very thin ware without casting, the ancient Chinese were compelled to throw 
the vessels much thicker than was required, and siiliseijiienlly to scrape them down to the required 
thinness. 

Variations in minor details naturally occur in difiereni works and at dilTercnt |)eriods, but these 
arc lieyond the scope of the present laiok. There is a general inclination to use lalaiur saving 
machinery, and to limit the number of shapes made. 

\Vlu;n a jiorcclain vessel has been produced by any of the foregoing methods it 
may be decorated by modelling or carving as desired, and any inaccuracies in shape 
may be remedied. 

It is precisely at this .stage of the manuliicture that the individuality of the potter is revealed, 

I hough under the conditions prevalent in many modern factories much individuality is prohibited. 

The ware is next allowed to dry slowly, without cracking or warping, after which 
it is sent to the biscuit oven to be fired for the first time. 

The object of the first firing is to harden the body of the ware and to facilitate 
the application of the glaze. This is accomplished, in the case of the Japanese, 
French, and German bard porcelains, at a temperature of fioo'-yoo C.; the 
Copenhagen porcelain is first fired at 950" C. 

It is not intended to produce any other effect than those mentioned, as the best jinrcelains are 
those in which the changes effected by heat in both body and glaze occur simultaneously, the final 
temperature, which is between 1,200” and 1,500' having similar influence on Imth body 
and glaze. The ('hincse have long lieen well aware of this fact, and most of their porcelain is 
glazed previous to its being tired, though some colours obtained by them could only have been 
produced by firing the unglazed ware (biscuit) to a very high tem|x’rature, and then using a more 
readily fusible glaze. 

The glassy porcelains are fired to a temperature of i,ioo°-i,i5o° C. before 
glazing, and English chinaware (bone china) to about 1,250” C., but in both 
these classes of porcelain the glaze is fired at a lower temperature than the unglazed 
body—usually below 1,100° C. 

In other words, the properties of the body in glassy porcelain, Iwne china, .and glaz.ed Parian 
ware are completely developed in Ihe first firing, and the glaze forms an outer covering of an 
entirely different nature. 

The temperature of the kiln or oven must be raised very slowly and cautiously 
at first—even more so than for earthenware (p. 177). At 5oo“-6oo° C., when the 
clay begins to decompose, the heating must also be very cautiously managed; 
after a temperature of 850° C. has been reached, however, the rise may be more 
rapid. As the finishing temperature is approached the greatest itossible care is 
required, as a slightly excessive temperature will cause a large quantity of the’ 
ware to collapse from over-heating. To obtain the be.st results, the ware must be 
maintained at an almost constant temperature for some time towards the close 
of the firing. 

If the ware is to lie decorated “ underglaze’' it is taken, after the first firing, to the decorators j 
otherwise it is ready for glazing. For information on decorating see p. 18S. 

‘ See footnote on p. 188. 
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The atmosphere should usually be reducing, so as to prevent the discoloration 
of the ware by any iron compounds which may be present. 

The burned ware is sorted carefully, the proportion of damaged and useless 
material being large, except in the most carefully managed works. 

On burning, the felspathic malerial melts first, and the molten ^x)rtion then attacks the other 
constituents, forming less fusible substances. As the temperature rises, more fusion occurs and 
a ‘point would, in time, be reached at which there would be so murli fused material that the 
articles would l>egln to collap.se. Firing is stopped just before this stage is reached, so that thin 
sections of hard porcelain, when viewed under a microscope, arc seen to consist of particles of 
calcined clay united together by means of a glassy substance. Minute needle-shaped crystals of 
silHmanite (.^l^OaSiOj,) are formed at a temperature of about l,200" (^, and are a cliaracleristic 
constituent of hard porcelains. 

The application of the glaze to porcelain is usually effected by dipping the 
once-fired article in a suitable slip or slurry, as in the glazing of earthenware (p. 179). 

The Chinese preferred sprinkling the Ixxly with the gUue-slip, and obtained some of their finest 
effects in this manner, though with infinite laliour and unparalleled dexterity and skill. A modifica¬ 
tion of the Chinese method of spraying is now used in Euroi^e for producing certain colour ellects, 
a special form of aerograph being employed for this purpose. 

Where dipping is impracticable the glaze is painted on with a brush, some 
eight or ten coats being usually needed. As each coat must be allowed to dry 
before the next is applied this operation occupies a considerable time, and does 
not yield so even a coaling as that on articles which have been dipped. 

A perfect K'are adheres tightly and uniformly to the body ; it has the same coefllcient of expansion 
as the body, and sliows no bare cracks or flakes. The glaze must not fuse too readily, oi ii will 
collect in drops instead of being uniformly distributed. The necessary condilions are best fulfilled 
when the glaze is not too low in alumina, as glazes which are free from alumina adhere Ixully 
to porcelain. 

The glaze must lie glossy, il must be completely fused whilst in the kiln, or when cooled must 
be transjiarent, free from bubbles and spots, and so haul that it is not scratched by steel. Porcelain 
owes most of its beauty, gloss, and cleanliness in use to its glaze, and to the great simdarily between 
the glaze and the body. These characteristics can only be obtained in the most i oniplete manner 
by the use of specially selected materials, and by firing both body and glaze at a much higher 
temperature than is used for earthenware. 

When the coating of glaze is quite dry it is carefully rubbed, so as to remove 
any inequalities, and the ware taken to the placers, who fix it carefully and 
skilfully in saggers (p. 177) by means of suitable supports, so that none of the 
glaze is removed and the glazed parts are kept as free as possible from contact 
with other surfaces. The saggers, after being filled, are piled one above another 
in the oven. 

The temperature to which the glaze must be fired depends, as already explained, 
on the nature of the porcelain. For hard porcelains it is the same as that of the 
body—about i,20o“-i,5oo“ C.—but .for chinaware and French porcelain it is 
much lower—about 1,050°-!,100° C.' 

The time required for firing in the glost kiln is naturally much less than if 
the ware had not been previously heated. Even with the hardest porcelains it 
seldom exceeds forty hours, and a much shorter time is usually sufficienl.- 

Decoration. —The colours used in the decoration of porcelain are similar to 
those used for earthenware (p. 179), but for underglaze porcelain the range of 
colours is severely limited by the high temperature at which the ware is fired. 

The best underg'laze colours used for porcelain are cobalt oxide for blues, 


‘ The reason for the great variation in the finishing temperature stated for hard porcelain is 
to be found in the composition of these materials. For most hard paste porcelains the temperature 
io the glo.st oven does not exceed 1,250° C., but several Continental works insist that they invariably 
finish at .Seger cone 18 (1,500° C.l. 

® The kilns 01 ovens med are similar to those described for burning earthenware (p. 176), though 
small variation in the efforts made to enable the higher temmrature to be more readily reached 
ate the cause of tlie ovens in different works being distinct in several important details. These 
are, however, matters for the manufecturer and expert rather than for those for whom the present 
volume is intended. 
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chromium oxide for greens, uranium oxide for black and yellows, copper for red, 
and platinum, vanadium, and titanium for other colours. These various oxides 
are applied in the form of a thick fluid made by mixing them with turpentine, 
or they may be added to the glaze in the projKirtion of 2-5 per cent, of the latter. 

If ihe oxide is precipitated along with alumina, and the prt>duct thus obtained is used as a 
colour, the lints produced are entirely different from lliose obtained by the direct use of the oxide. 

It is not usual to add colouring metallic compounds in the form of a solution^ though there are 
some advantages in this form. Solutions of col^alt, chloride, and nitrate in water are occasionally 
employed ; they are a<lded to the glare or to the body, but are of greater value in neutralising an 
undesirable yellow lint than as ilirect pigments. In underglazc colours it is difficult to get 
graduated tints, as the biscuit absorbs the colour so rapidly. 

This may largely be overcome by the use of aerographs (dcscriheil on p. i88). 

The overglaze or muffle colours used on porcelain can be fired at temperatures 
to suit the tint required, and as they are quite independent of the ware a very wide 
range of colours is possible. These overgWe colours are usually prepared by 
fusing the colouring metallic oxide with a flux, such as a mixture of 6 parts of red 
lead, 2 parts of quartz, and i part of borax. The fused mass is ground to a fine 
powder, mixed with fat, oil of turpentine, and then painted on the glazed porcelain. 

The chief colouring oxides are similar to those used for earlhtnware, and include :— 

Blue overglau—x |xirl cobalt oxide, 2 parts zinc carbonate, and 5 parts of Hux. Other cobalt 
mixtures are also used. 

Green over^lau —chromium or copper oxide. 

YeMow oi'erglaie —lead antimoniate, titanium oxide, uranium oxide. 

h'al overglaie —iron oxide or hydroxide prepared in various ways. 

Carmine ovet^i^'/aie ~p\}rp\c of Cassius, /.c., metallic gold precipitated on tin oxide or alumina. 

/*/«/(• OT'eri^/aze —chromium oxide precipitated on tin oxide or alumina. 

/^ari' brown oi'er^lane —manganese oxide. 

BUiik (Ti'erglaze —uranium oxide or metallic iridium. 

U 7 iile overg^/aze —tin oxide. 

Silver ovcrglaze—^ mixture of gedd and platinum. Metallic silver cannot be used. 

Gold (as in gilding) may be produced by two methods: {a) A mixture of powdered metallic 
gold, bismulli oxide, and oil is rubbed into a thin paste, ami is applied to the ware with a brush. 
After burning, the gold is dull, but becomes glossy if rubbed with a burnishing tool. {^) A cheaper 
mctlio<l consists in prepiiring a J5 per cent, solution of gold in a sulphurous oil (gold balsam). 
This material produces a bright gold when burneil, and tliereforc requires no burnisliing. 

The burning of overglaze colours is effected in muffle ovens or small tunnel 
kilns (p. iSi). The goods are carefully watched, and the heating is stopped or the 
good« are removed as soon as the glaze is sufficiently fused. 

1 ‘ACossivc fusion must be avoided or the colours will run into each other. The temperature 
reached i'i between 800"’ and 1,000” t'., but must be suited to the particular colours in the oven. 
Where se\tTal colour^ rc(}uiring different temperatures are used in the same piece of ware, it will be 
necessary to apply colours one at a time in the order of their ability to resist high temperatures, the 
most refractory being ap))licd first. Some pieces of ware must be nred six or more limes. 

Crackled ware is a variety of porcelain in which the surface of the glaze is 
traversed by innumerable small hair like cracks. 'I'his is due to the glaze having 
a coefficient of expansion higher than that of the body; ordinarily it is regarded as 
a defect and is then termed crazing, but when effected purposely~as in Chinese 
crackle ware—it is usually produced by means of a calcareous slip applied between 
the body and the glaze, or by replacing some of the lime in the glaze by an alkali 
and reducing the proportion of alumina. 

Crystalline g^lazes, known to the ancient Japanese, were first introduced into 
Europe (at Sevres) in 1850. Since then they have become increasingly popular, 
especially those in which the surface of the ware is so completely covered with 
minute crystals as to present a malt appearance. Larger isolated crystals are more, 
difficult to control, but sometimes produce very beautiful effects. 

The crystals are due to the glaze being supersaturated with one or more oxides which form 
readily crystaUisable silicates—zinc and titanium oxides being the most used. Molybdenum, 
tungsten, vanadium, uranium, copper, manganese, and cl .omium compounds also assist in the 
production of crystals if the glaze is, otherwise, suitable. The coating of glaze must be rather 
thicker than usual, and it is not unusual to apply a highly siliceous glaze containing the special 
oxide after the ware has been covered with the ordinary glaze. If colouring oxides arc present 
their crystals sometimes exercise a selective suction, and produce very beautiful colour effects. 
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Matt glam may also be produced by adding a body to the glaze—equal 
volumes of each being frequently used. 

Flowing glazes consist of one or more coloured glazes which are applied lo 
the unfired surface of other glazes of a slightly less fusible nature. On firing, the 
uppermost glaze sinks partially into and flows partly over the underglaze, and 
produces characteristic and beautiful blendings of colour. 

The l«!st results are olrtainctl wiili a copper or manganese glaze on a black Irackground, or with 
a colialt oxide {'laze on a yellow or red glaze. 

The term *• flowing glaze” is also applied to the effect produced by chloride of lime placed 
near to the glazed .surfece in the oven. Volatilisation occurs and a “ blush *’ cflcct is produced. As 
the result is diflicult to control it is better to produce the same effect by spraying the colour on to 
the ware. 

Rouge is a bright red glaze produced by the action of reducing gases 

on a glaze cyntaining copper oxide. 

It was known to the ancient Chinese, but its production on hard Kuropcan jmrcclains is a 
relatively recent discovery. 

Lustre glazes arc characterised by the beautiful sheen and iridescence which 
they exhibit. 'I’liese effects are largely due to momentary changes in the 
atmosphere of the kiln. 

At tme lime, pollers dependcfi almost entirely on accidental variations in the firing to produce 
lustrous glazes, I)ut it ni»w po^stlilc to ni.ike them in a reasonably reliable manner. The work is 
one requiring exceptional skill, as the metallic films producing the lusirc arc extremely thin, and 
it is very difficult to get them reduced so as to gi\e a pleasing cflcct. Some firms h.ivc been 
particularly successful with this kind of ware. 
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M. Maurice PicARn. —“ La fabrication ties Dcntu .\tlificielles Minwales.” Bull. Stx. 
(f EniOiirageiiirnlpour Vindusirif Nationale, 191J, I19, ji. 523. 

Bistory-—Pierre Fauchard (1728) sumjesied the use of enamel. Duchateau (1774) used 
roicclain instead of iiory. Later de Cfaaumaot suggested tlie addition of pipeclay to the 
wrcelain, broughi the industry to Kngland, and in 1791 patented his process. In 1S08 Fouzi of 
’aris Used plaiuunn pins for fising the teeth to the artificial plates. M. Planton in 1S17 inanu- 
aclured artificial teeth in .\inerica. Knglanil and Ameiica at present predominate in this 
nanufacturc. 

Manufacture. —Felspar and silica tire ground to an impalpable powder, 
ogether with a certain amoiuit of kaolin. 'I'lie mixture is made into a thick paste, 
tnd is tinted a variety of colours by means of titanium oxide or by the use 
)f salts of cobalt, uranium, manganese, etc. The ]ja,ste is next pressed into moulds 
n which are inserted platinum pins. The teeth are then burned in saggers until 
ivell vitrified, :i temperature of about 4.80° C. being recjuired. They are then 
tovered with an enamel made of the .same materials as the body of the tooth, 
)ut mixed in slightly different proportions. 

The conifiosition of artificial teeth is that of a hard jiaste iiorcelain and they 
ire manufartuied in the same manner as the hard paste porcelains described 
m ]). iiS6. 

In order to .secure a satisfactory match with a jiatient’s natural teeth, the dentist 
ometimes applies a small additional quantity of gla/te of a suitable tint to the front 
if the teeth and retires them in a special muffle. 
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A very complete list of books and technical journals dealing with the manufacture of stoneware 
and sanitary ware is published in the following work.s:— 

A. B. Searle. —“ The Clay worker’s Handbook.” London, 190O, 1911. 

M. Solon. —“Ceramic Literature.” London, 1910. 

The term stoneware should strictly be confined to pottery whose chief character¬ 
istic is an opaque vitrified and an almost impervious body, but many articles 
described as stoneware have a porous body, and to some impermeable ware (such 
as porcelain) the term stoneware is never applied. Stoneware is, however, dis¬ 
tinguished from porcelain by its opacity, i.e., its lack of translurency, and from 
terra-cotta, earthenware and faience by its almost impermeable body. Good 
stoneware should “ring” when struck; it should be too hard to be scratched by 
steel and should be highly resistant to acids. 

The finer varieties of stoneware have long been extensively used as pottery—as in the ware 
made by the brothers Elers, John Dwight, Josiah Wedgwood, and Donlton & Co. Kor sanitary 
appliances, including drain-pipes, and for vessels resistant to acid used in various trades and 
chemical manufactures, a somewhat coarser stoneware is employed. The roughe.st kind of stoneware 
made is that used for p.'.ving stables and o'her areas where impervious blocks or tiles are reipiired. 
Some years ago, when t^e demand for sanitary articles made of stoneware was much greater than 
the -snpply, a large number of firms used fire-clay for the manufiicture of these goorls, and placed 
'articies with a porous body covered with a resistant glaie on the market as “stoneware.” Hence 
the dual meaning of the term and a certain amount of confusion as to its true nature. 

The chief object in making sanitary ware is to produce an article which will 
afford no resting-place for germs, or from which germs can be readily removed. 

So long as a glued surface remains whole and the article is completely covered thereby, the 
texture of the body is of minor importance. Unfortunately, h wever, sanitary appliances are often 
used rather roughfy, and are patticularly liable to accidental blows which arc strong enough to 
remove part of the glaxe and to expose the body lieneath; it is then impossible to keep such exposed 
portions hygienicalTy clean unless the body is impervious to water and other fluids with which it is 
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likely to come into contact. A porous body will absorb undesirable fluids and may become a smous 
menace to health, and for these reasons the demand for impervious stoneware for sanitary appliances 
tends to become stricter than it was some years ago. The present tendency is to specify ware with 
an impervious body for all better-class work, leaving the ware with a^ porous body for instances 
in which cheapness is considered to be of great importance. ^ In examining samples of stoneware 
as to its suitability for a given purpose it is, therefore, essential to consider the effect if a piece of 
the glazed surface were to he acciilent.tlly removed. It is, in fact, the slight damage to ware which 
must necessarily occur itt its use which determines the necessity or otherwise of an impervious body. 

Fine stoneware, used for domestic pottery, vases, etc., is really a variety 
of porcelain which is more fusible and less translucent than what is commonly 
understood by porcelain. This finer stoneware is made by mixing ball clay, china 
clay and flint, with about an equal weight of Cornish stone, the ball clay being 
used to produce a highly pla.stic mass. 

If the colour of the Ixrdy is unimportant the whole of the china clay may lie replaced^ by ball 
clay. In Wedgwood's Jasper stoneware a large proportion of barium carbonate was used in place 
of most of the Cornish stone just mentioned. The colour of stoneware may lie due to impurities 
in the clay, or to cobalt or other oxides added to the liody. 

The great plasticity of stoneware enables it to be used in the production of 
many designs for which porcelain is entirely unsuitable; and the fine texture and 
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close compact body possessed by fine stoneware has rendered it invaluable in the 
manufacture of pottery in which a sharply defined and complex design is required. 
The texture and appearance of stoneware is such as to make this material more 
suitable for relief designs and decorative shaping, but some very beautiful colour 
effects can also be obtained. 'I'he size of the articles is usually limited by the 
tendency of the vitrifiable body to twist in the kiln, yet notwithstanding this 
limitation some very large articles have been successfully made in stoneware. ■ 

Fine stoneware is prepared, shaped, glazed, and burned in a manner so similar to that of 
earthenware (p. 169) that no further description is needed here. Where the ware will stand the 
high temperature necessary, the use of a leadicas glaze (including salt glaze, p. 197) is advantageous. 
Much fine stoneware is, however, unglazed, as the slight glaze formed on the surface by the 
vitrification of the body is sufficient for most purposes. 

■The greatest difficulty in manufacture is in the firing; if under-heated, the ware will have a 
porous body, but if over-heated it will twist or otherwise lose its shape. 

Sanitary Ware. —As already explained, much of the sanitary ware now on 
the market, and in use in Great Britain, consists of a fire-clay or similar porous 
body covered with a leadless glaze. On the Continent, and to an increasing extent 
in this country, the use of a true stoneware is preferred. 

The clay is crushed, mixed with water to form a soft paste, and is then moulded 
in plaster mouldy the work being done almost exclusively by hand. On removal 
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from the moulds, the surface is smoothed with wooden and steel tools, any 
supplementary parts are fastened on by means of clay paste, and the goods are 
set aside to dry. 

Some makers burn them in this state and apply the glaze to the once-burned goods, but others 
apply the glaze to the unfired articles. There is much to be said for and against each of these 
methods; in some cases the first is preferable, and in others the second one is advisable. 

The glaze is usually leadless, and may be (a) .salt glaze, or (/;) composite glaze. 

A salt glaze is not applied directly to the goods, hut is formed by throwing salt 
into the kiln towards the end of the firing (see p. 196). 

Salt glazing usually produces dark brown ware. It requires a temperature of at least i,ioo* C. 

A composite glaze is applied directly to the goods, either by dipping them 
into it, or by painting, pouring or spraying it upon them. 

There are many suitable glazes ; one which is largely used consists of - 

Ci*rnish Slone - - 3 parts. Whiling- - ■ . i part. 

Felspar- - - 1 part. , Flint - • - - i ,, 

When such a composite glaze is applied direct to stoneware the colour of the 
• finished ware is commonly termed “cane,” but in order to produce an agreeable 
tint it is usually necessary to add a little iron or manganese oxide to the glaze. 

If white ware is required on a stoneware body, an intermediate slip or 
engobe is used between the stoneware and the glaze. This engobe is composed of 
white-burning clays, with sufficient Cornish stone or felspar to enable it to adhere 
properly. The white engobe effectually covers the coloured stoneware, and makes 
the article appear as if made of white clay. 

Tlie use of engobes is accompanied by a number of difficulties, the chief of which are an 
irregular appearance of the surface and a tendency to peel or adhere badly. To avoid these, some 
firms of .sanitary ware manufacturers add tin oxide to an otherwise transparent glaze, such as that 
nienlioiicd on the previous page. By this means they produce a white opaque glaze, which serves 
the same purpose as an engobe and transparent glaze, with the advantage of belter adhesion and 
appearance, and, in some cases, a lower cost of prorluction. 

Much attention has been paid to the production of sanitary ware by marhinery, 
but with only a very limited .amount of succes.s. The articles made are so large 
that it is difficult to deal with them mechanically, and the variations in design, 
coupled with the enormous cost of such powerful presses, is against their 
extensive use. 

A method of casting large pieces of sanitary and other ware which has rapidly 
sprung into favour (Weber’s German Patent, 158,496) consists in the addition of a 
suitable alkali to the clay, agitating it mechanically with sufficient water to form a 
fluid slip, and then allowing this mixture to flow into a mould (see Casting, 
p. 172). By the use of a very small quantity—a fraction of i per cent.—of a suitable 
alkali (or baryta) a mixture of efay with a considerable quantity of grog' can be cast 
into vessels half-an-inch or more in thickness. 

The use of alkali, including the use of baryta, for facilitating casting is very old, but its special 
adaptation to large vessels, and especially in connection witli mixtures containing a large proportion 
of grog, is the subject of the patent hy Weber mentioned atove. 

Chemical and culinary stoneware is that used in the manufacture of 
acids and other chemicals, and for the preparation of food, etc. Its chief property 
is its ability to resist corrosion by chemicals, and to stand comparatively sudden 
changes in temperature. It is usually made of a natural clay without admixture, 
certain Dorset and Devonian ball clays being particularly suitable for the purpose. 
The clay must be carefully selected and prepared so that the ware may be uniformly < 
vitrified. Where a suitable natural clay cannot be obtained, a more refractory clay 
is mixed with felspar, Cornish stone or other suitable flux. 

The preparation of the clay is similar to that for bricks and tiles (p. 203), the 
material being crushed (if necessary), and mixed with water so as to form as uniform 


Grog is clay which has been calcined and then crushed to a coarse powder. 
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a paste as possible. It is pressed by hand into plaster moulds, or it may be worked 
on the potter’s wheel if the shape of the ware permits. Great care is required to 
ensure the various joints being properly made, as some of the vessels made of this 
kind of stoneware are very complex in shape. Taps made of this material require 
special care in order that the parts may fit accurately. 

Although properly made chemical stoneware is sufficiently impervious without any glaze^ the 
cost of glating is not great, and it gives a better appearance to the ware. It is effected hy throwing 
salt into the kiln towards the conclusion of the heating. The salt is decomposed, and combines 
with the alumina and silica of the ware, forming a hard and impervious glaze. 

This ware is usually dark brown in colour owing to the iron compounds present in the clay. 

Various kinds of kilns are used, but those of the rectangular or down-draught type (p. 215) are 
considered to be the best. 

Drain-pipes are used for the transmission of water and other fluids. In 
agricultural districts the ones used for land drainage are short pipes of porous clay 
placed several feet below the surface of the ground, but in towns the term “ drain¬ 
pipe” usually refers to glazed pipes. The best glazed drain-pipes are made 
of vitrifiable clay or of a mixture of fire-clay and Cornish stone or other felspathic 
material, but a large number of such pipes are in use which have a porous body, 
and are made from a clay which has not been heated to vitrification. 

If a true stoneware pipe (i.e., one with an impermeable body) has the glaze removed from part 
of its surface, it is still as sound as liefore, but pipes with a permeable body readily “seep” or leak 
if damaged in this manner. Sanitary engineers are becoming increasingly stringent in their demands 
for pipes which will stand water under great pressure; it is not unusual to specify that each ptjie 
must be tested by means of water at too lbs. per square inch pressure. 

A vitrified body is invaluable when such tests are to Ire made, though many pipes with a porous 
body will, if properly glazed, stand this severe test very well. 

Glazed pipes are usually made by crushing the clay or other materials to powder, 
mixing with water to form a stiff paste (see Bricks, p. 204), and then passing this 
paste into a pipe press. This press consists of a strongly built vertical cylinder, at 
the lower end or mouth of which is placed a steel core of the same diameter as the 
inside of the pipe. Into the cylinder a large piston is fitted, and this is forced 
downwards by the direct action of steam from a boiler. The cylinder is filled with 
clay paste, which is forced downwards by the piston, and emerges through the 
mouth of the machine in the form of a pipe. The socket end is moulded by an 
accessory fitting at the same time as the pipe is lieing made. The pipe, as it 
emerges, is received on a table placed immediately below the press, and when a 
sufficient length of pipe is extruded it is cut off with a stretched wire. The pipe is 
then removed, and the machine is ready to make another. Whilst one man is 
attending to the machine another is employed “ fettling ” the pipes, straightening 
any that ard misshapen, and removing any inequalities in the surface. This is done 
in a special form of lathe termed a “ fettler.” 

Various other types of pipe presses are in use, ptirticularly for small pi|)es. The latter are fre¬ 
quently made in a brick machine of the “expression” type (p. 208), which has lieen fitted with a 
special mouthpiece. In this machine two or more pipes may lie produced simultaneously. 

Pipes of special shape, such as ellmws, junclions, etc., are made l)y hand moulding or by cutting 
two or more pipes and fitting them together. 

The pipes are dried carefully on floors heated by steam (|). 212), and are placed 
in round down-draught kilns (p. 215) to be burned. In these kilns, the pipes are 
stacked vertically one above the other, the smaller ones being placed inside the 
larger pipes so as to save space. Some skill is required in arranging the jpipes so 
that the kiln gases can reach inside them, as otherwise they will not be properly 
glazed. 

The earlier stages of tlie burning are similar to those in burning bricks (p. 214) 
or earthenware (p. 177), hut the Sait glazing is quite different. As soon as the 
pipes are sufficiently'heated, the burner sees that his fires are burning brightly; h? 
then lowei;? ,the damper, so as to reduce the draught in the kiln, and into the back 
of each fireplace he throws a shovelful of wet salt. The salt begins to decrepitate 
or jump about inside the kiln, and as soon as it comes into contact with silica or 
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clay a combination of the sodium of the salt with the silica and alumina of the 
clay occurs, and a glaze is formed with evolution of hydrochloric acid fumes. The 
intense reaction which ensues causes a rapid drop in the temperature of the kiln, 
which must, therefore, be reheated in order that a uniform coating of glaze may 
be produced. It is usually necessary to treat the goods a second or even a 
third time with salt, the temperature of the kiln being raised between each 
salting. 

If, during the salting, the kiln is healed under reducing conditions, the pipes will be darker in 
colour than if oxidising conditions prevailed throughout. The quantity of salt used varies with the 
arrangement of the goods, but averages almut i or. for each cubic foot of kiln space. It is important 
to observe that, for the production of a good salt glaze, the ware must be sufficiently siliceous and 
refractory; highly aluminous ware will not glaze well in this manner, and unless the ware is 
sufficiently refractory to stand prolonged heating at 1,100° C. or alxjve, it is extremely difficult to 
obtain a good salt glaze. 

Glazed pipes are tested by plugging each end and pumping in water until the 
desired pressure is reached inside the pipe. 

The pressure should he applied steadily, and should be maintained for at least an hour. Some 
engineers sjKcify that the test must be made on several pipes joined together, and that the pressure 
must be maintained for twelve hmirs. Tests in which the pressure is increased until llte pipe bursts 
are of little value ; what is needed is a lest which will show that the pipes arc .strong enough to resist 
any pressure to which l!»cy are likely to Ije subjected. 

Paving blocks and tiles are used far less extensively in Great Britain than 
in America. This is partly due to the accessibility of suitable stone at prices 
which compare favourably with other road materials, especially when durability is 
considered. 

It has been proved by numerous‘‘lest road.s'’lhat properly made paving bricks are the most 
durable of any mulerial e.s.cept ^Vberdeen granite, and that they arc far superior in this respect to 
m«a^dainiscd loads. The relatively small extent to which they are used is due more lo lack of 
initiative than to any inherent di.sadvanlages. 

kor stable yards and other floors which rerjuire frc(|ucnl washing, paving bricks form a durable 
material whicli is easily kept clean, and they are largely used for this purpose. 

Paving tiles and bricks must be .sufficiently hard to resist the abrasive action of 
traffic passing over them. 'I'hey should be made of clays which vitrify readily and 
uniformly, as well vitrified clays form the strongest of all artificial stones. 

Suita .!e clays occur in various coiivenient parts of Great Britain—particularly in Staffordshire 
and South Yorkshire .so that the Continental practice of adding a flux to a refractory clay is seldom, 
if ever, used m this country. 

As the chief flux in the best clays used for paving bricks is ferrous oxide, it is 
necessary to fire the kiln under reducing conditions. All vitrifiable clays rich in iron 
compounds become more fusible when the iron is reduced to the ferrous state than 
when it remains as ferric oxide. 

In all stoneware, but particularly in paving bricks and tiles, it is essential that 
the material should have a long range of vitrification. In other words, a con¬ 
siderable time must elapse between the commencement of vitrification and the 
point at which the goods begin to lose their shape. 

Potash, soda and Hue are unsuitable fluxes as they cause a collapse too soon after the com- 
men^ment of vitrification, whereas with magnesia and iron oxides the interval is much longer, 
and the pores in the goods may be completely filled with molten material without serious loss of 
shape occurring, providing that the temperature does not rise too rapidly. It is impossible to state 
very definite limits for these conslitucnUs, but a maximum of 2 per cent, of alkalis will generally lie 
fwnd satisfactory. The iron present may amount to as much as 15 per cent., and should not be 
below 5 per cent., expressed as ferric oxide. 

The quality of the goods will depend on the texture and composition of the clay 
us^, and on the skill with which they have been burned. It is essential that a 
sufficient proportion of coarse, refractory material snould be present in order to 
fora a support or skeleton for the fused material. If this refractory constituent is 
absent, or if it is spoiled by being ground too fine, the range of vitrification 
will be shortened, and the goods will collapse and twist. 
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In the best vitrifiable clays this refractory portion is usually in the form of relatively coarse 
grains of silica; to others a suitable proportion of crushed fire-bricks may be added. If the refractory 
[articles arc too large they will prevent the material being properly vitrified, and it is therefore 
necessary to test very carefully any fresh clays which it is proposed to use for the manufacture of 
vitrified bricks, blocks, or tiles. 

The colour of paving bricks and tiles may be pale yellow, as some of the 
Bytham bricks, but more frequently they are a bluish grey. “ Staffordshire blue 
bricks ” are typical vitrified bricks, though they are not—unless specially prepared— 
particularly suitable for paving purposes ; with a little modification, however, paving 
bricks and tiles of the best quality can be made from the same material. 

The “blue’’colour is due to the reduced iron compounds combining with the alumina and 
silica in the clay, but its intensity is sometimes increased by the simultaneous deposition of carlx)n 
in the pores of llie material. 

Testing. —Paving blocks and tiles may be tested for porosity by weighing 
them, immersing them in water for some hours, wiping the surplus water rapidly 
from the surface, and re-weighing. The increase in weight will be due to the 
water absorbed by the pores, and may be expressed as a percentage of the weight 
of the original article, or preferably in terms of a percentage by volume. 

Well-made goods for paving sliould not show a greater absorption than i per cent, of their 
weight, and, preferably, the amount of water alxsorbcd should be less than this. This jiorosity lest 
IS only of indirect value as serving to distinguish non-porous from porous articles. 

For testing the durability of the brick paving tiles in use, various methods have 
been suggested, though none of them are completely satisfactory. 

In the United States—where many miles of brick-paved roads arc in existence—the standard 
test consists in weighing a number of bricks, placing them in a drum willi a 5uital)lc weight of iron 
balls, and rotating the drum for several hours. The bricks are then removed, fragments of less 
than 2 in. diameter are rejected, and the remainder is weighed.. The loss of weight is taken as an 
inverse measure of the value of the goods. 

Another test, largely used in Germany, consists in fixing a sample brick or tile just alx)ve a 
rotating plate containing sand. The amount of material ground away in a prearranged lime is 
considered to indicate the durability of the article tested. 

Both these tests are quite empirical, and their results are of only limited value. 
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BRICKS 


By Alfred B. Searle 

Con suUing Te<hnologist, Sheffield 


LITERATURE 

K. Dobson and A. B. Seari.e.—“ Bricks and Tiles.” (12th edition.) London, 1911. 

A. H. Searle. Modern Brickmaking.” London, 1911. 

-“Clayworker’s Handbook.” London, 1906, 1911. 

-“ Kilns and Kiln Building.” London, 1916. 

-“Refractory Materials: their Manufacture and Use.” London, 1917. 

-Cantor Lectures on “ Brickmaking.” 1911. 

B. Keri..—“G esammten Tonindustrie.” Berlin, 1907. 

K. Di MMi.ER.—“ Handfmch der Ziegelfabrikation.” Berlin, 1900. 

G. Harris. —“ Science of Brickinaking.” London, 1897. 

H. Ansei I.. —“ Manufacture of Gla/ed Bricks.” Dmdon, 1898. 

A. K. Brown. —“ Hand Brickmaking.” London, 1902. 

K. BotiRKv (trans. A. B. Searle).—“ Treatise on Ceramic Industries.” London, 1911. 

1 ’. IlAsiarK.—“ Bricks and Brickmaking.” London. 

k. B. Morrison. —“The Brickmaker's Manual.” Chicago. 

A particularly complete list of books and technical journals dealing with the manufacture of 
l>ricks is published in “The Clayworker’s Handbook.” 

The literature relating to the manufacture of bricks is very extensive—though much 
of it has only become available during the last few years—and the various 
machiues and processes employed arc now so numerous that they cannot be 
described within the space available in the present volume. 

Briefly, there are six chief groups of bricks; (a) Building bricks, {b) engineering 
bricks, (c) refractory or fire bricks, {d) paving bricks, (e) glazed bricks and (/) 
lime-sand bricks. 

Building bricks are of various shapes and sizes, the most important being 
parallelopipedons or prisms measuring about 9 in. x 4J in. x 2J or 3 in. 

Bricks used for exterior work are known as facing bricks, and must be of 
pleasing colour and accurate in size and shape. For interior work, and where 
they are covered with plaster, stucco or rough-cast, less accuracy is needed, and 
colour is of little or no importance; such bricks are known as common or 
stock bricks,' and they constitute the greater part of the bricks manufactured at 
the present time. 

For ornamental pur[)Oses, bricks of special shape are employed, for details of 
which the reader should consult works on building construction, or one of the 
treatises mentioned at the head of this section. 

Building bricks are usually of a uniform red or buff colour, but some with 
irregular markings in blue and brown are much prized for special work. Stock or 
common bricks are usually very irregular in colour, no pains being taken to secure 
uniformity. Some of the Suffolk bricks are quite w.iite. 


* In some localities, stock bricks are considered as equivaient to facing bricks, and superior to 
common ones; in such locaiities they are the “seiected” bricks—chosen on account of their 
superior appearance. 
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Most building bricks are very porous, and will al^sorb onc*tenth to one-eighth of their weight of 
water on simple immersion, but bricks made in certain localities and l)y exceptionally powerful 
presses—as the Fiction bricks made by the “semi-dry” process—are much less absorbent on 
account of their dense surface. Where specially light bricks are required they are usually made 
by mixing Kieselguhr or sawdust with clay; the sawdust burns out and leaves a very porous mass. 

The chief characteristics of building bricks are strength, colour, and accuracy 
of shape. No definite standards exist for any of these, and architects and builders 
each have their own ideas on the matter. 

In 1904 the Royal Institute of British Architects defined the standard siz^ as within the 
following iimits: length between 8J in. and 9 in. Breadth between in. and 4f in. 
Thickness between 2^ in. and in. 

The method of measuring the bricks as set out in the standard is as follows: — 

(1) The length of the bricks should be double the width, plus the thickness of one vertical 

joint. 

(2) Brickwork should measure four courses of bricks, and four joints to a foot. 

Joints should be ^ in. thick, and an extra making ,'‘5 for the l>ed joint, to cover irregu¬ 
larities in the bricks. This gives a standard length of 9I in. centre to centre of joints. 

The bricks laid dry, to be measured in the following manner :— 

A. Eight stretchers laid s<}uarc end and splay end in contact in a straight line to 

measure 72 in. 

B. Eight headers laid side by side, frog upwards, in a straight line to measure 35 in. 

C. Eight bricks, the first bricks frog downwards, and then alternately frog to frog, and back 

to back to measure 2i| in. 

A margin of i in. less will be allowed as to A, and ^ in. less as to B and C. 

The standard has been agree I upon between the Royal Institute and the Institute of Clay- 
workers, and has been drafted in consultation with these bodies and with representatives of the 
Institution of Civil Engineers. 

Great variations in crushing strength are observable in bricks made in different 
parts of the country. These are partly due to differences in the clays, partly to the 
method of manufacture, and partly to the variation of opinion as to what constitutes 
“ best quality ” bricks. 

The following table gives some idea of the strength of some well-known hrieks ; — 


Crushing Strength. 

Tons per 
Square Foot. 

London grey slock bricks 

89 

SulToIk white hiicks (Gault) 

135 

Essex red sand stocks .... 

96 

Leicestershire red bricks (wire cut) 

269 

Fleiton bricks (semi-dry process) 

250 

Staffordshire blue bricks ... - 

- 7 «S 

South Yorkshire bricks (stiff-plastic procc.^s) 

S 40 

Dutch clinkers (blue bricks) 

■ 587 

Rubl>cr bricks and cutters (very variable) 

70 


The strongest bricks can usually be distinguished by the clean ringing sound 
they emit when two are struck together. 

Engineering' bricks are made of clays which become more vitrified when 
burned than do building bricks, and are consequently stronger than more porous 
bricks. Engineering bricks are used for bridges, reservoirs, and other important 
engineering structures where great strength is required. 

They are usually blue or grey in colour, but some vitrified bricks manufactured in the Midlands, 
which are excellent for engineering purposes, are primrose tint. Staffordshire has lung enjoyed the 
reputation of making the best engineering bricks in the United Kingdom, but smaller ouantities of 
equally good quality are manufactured in the north. They closely resemble paving briclcs (p. 197). 

Refractory - or furnace bricks are used when great resistance to heat is 
required. Their nature and manufacture are described on p. 229. 

Paving bricks are described on p. 197. 

Glazed bricks are usually made of a'buff- or cream-burning refractory clay 
(fire-clay) a<H.Ile amplication of glazes containing lead compounds to bricks is not 
wholly satisfactory, and the use of a porcelainous or felspathic glaze (p. 195) is 
scarcely possible on red bricks on account of their fusibility. The method genemlly 





BRICKS 


201 


adopted is precisely the same as for glazing sanitary ware (p. 195), the bricks— 
either in a raw or biscuit state—being dipped in a felspathic glaze, dried, and 
burned in a kiln^at a temperature between 1,200° and 1,300° C. 

There are ever-recurring attempts to purchase bricks ready-made and to glaze them, liut such 
attempts must usually fail for one simple reason : in all glazed brickwork sharp edges are essential, 
and the greatest pains must be taken not to have the bricks chipped or damaged previous to the 
application of the glaze. It is, therefore, imperative that they should he made and glazed on the 
same works, as to cart them indiscriminately from one place to another would damage them 
irretrievably. 

Attempts to glaze red bricks arc almost equally unsatisfactory for another reason: it is exceed* 
ingly difficult to heat the whole of the bricks in a kiln uniformly, yet the limit of variation permitted 
by the glaze is such that it is almost impossible to obtain a sufficiently large proportion of well- 
glazed red bricks to make the process remunerative. With the harder glazes used on bricks made 
of fire-clay this difficulty Is far less serious, as the variation in temjieralure permitted by the glaze is 
much greater than is the case with plumhiferoiis glazes. The argument that the temperature in 
potters’ ovens varies as greatly as in a brick kiln is inapplicable, as the potter is able to arrange for 
a much greater variety ol colours than can lie applied to bricks, and the necessity for uniformity of 
tint and lone is not so great as in the ca«c of bricks. 

Sand lime bricks are made by heating sand mixed with a small quantity of 
freshly slaked lime in an autoclave with steam under pressure. At the temperature 
reached in the autoclave, the lime combines with a |)ortion of the sand and forms 
a cententitious silicate which binds the particles of sand together. 

Sand-lime bricks are really a form of artificial sandstones and arc referred to in lire section 
on Artificial Stones (p. 131), being more fully descril>ed on p. 223. 

I he r 3 .w m&tcrials used for building bricks are the various clays, marls, 
sands and shales which occur in almost every part of England and Ireland. Stone 
occurs in such accessible forms in Scotland, that bricks are only used to a limited 
extent in that country. 

Apart from the cost of preparation, almost any clay can l>c made into bricks, but this very 
facility constitutes a serious danger to the would-lre manufacturer. Thousands of pounds have been 
lost through people wiih insufficient knowledge of the subject attempting to manufacture bricks 
from a material which i.s, in many respects, suitable, but for wliich the financial conditions are 
unfavourable, hor this reason a consultation with a reliable and im]xtrlial expert—one who is 
entirely free from the obligations of selling plants or kilns of a particular design—is always ad\ isablc 
and usually ^aves much waste of money. Many instances of this might be given, but one must 
suffice : What is known as the I..<mdon clay” is largely an excellent material for the manufacture 
of brick- and tiles provided that it is mixed with a suitable non-plastic substance, such as 
»nd. Alone, the London clay is extremely difficult to u.se, but in those parts of the country where 
It occurs in close proximity to a suitable sand it is a valuable material. Elsew'here it is of little or 
no value, as the cost of purchasing sand and carting it to the brickworks would l>e prohibitive. 
Failure to realise this has been the ruin of many brick manufacturers. 

1 he characteristics of the various clays used in brick-making are very briefly 
outlined in the section on Clsys (p. 139X but the reader who requires further 
details should consult the literature at the head of that section, and particularly 
the volume on “British Clays, Shales, and Sands” there mentioned. 

Broadly speaking though the special characteristics of certain earths make any general state- 
ment unsatisfactory—a material to be made into “clay” bricks should contain at least half its 
weight of true clay, the remainder being chiefly siliceous matter, so that its ultimate analysi,s will 
not show much less than 20 per cent, of alcmina, nor above 75 per cent, of silica. It is, however 
possible by the use of special processes to produce excellent bricks from almost pure silica, so that 
too much reliance must not be placed upon the figures given. It is only fair to remark that 
sihea bricks cannot be manufwtured by the same methods as those used for ordinary “clay” 
bricks, so that the figures mentioned are sufficiently accurate for most purposes, special cases l^lng 
decided after a separate consideration of their individual merits. 

Some clays are loo rich in clay substance to be satisfactory for brick making; 
these must be mixed with sand or some other suitable non-plastic material. 

^ Very rich or * ‘ fat clays shrink so much when made into bricks and dried that they crack and 
twist to an extent which makes their use without admixture almost impossible. 

Of the various impurities in clays, the one most dreaded by the brick-maker 
is granular particles of limestone. These are distributed irregularly in some clays, 
and when bricks are made, burned and ready for use, the lime in them absorbs 
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moisture from the air and, in many instances, will break the bricks to pieces. 
Bricks of this character may usually be recognised by the white spots distributed 
through them. 

In orilcr to remove the particles of limestone, various clay-cleaners have been devised, but they 
only take out particles of i*# in. or more diameter, whereas paiticlcs as small as can do 

a large amount of damage to bricks containing them. The chief use of such clay-cleaners is, 
therefore, to remove so large a proportion of the limestone that the remainder will do but little 



Fio. I.—Steam Navvy Digging Clay. 

{By courttsy of Mtssrs Ruston, Procter 6* Co. L id.) 


harm. Two other remedies for this troublesome difficulty are in use: the first consists in^heating 
the bricks in the kiln to such a temperature that the lime comWnes with the clay and forms an 
insoluble alumino-silicate, which is harmless; the second method consists in dipping the bricks, 
as they come from the kiln, into water so as to quench the lime quickly before it has time to 
swell and break the bricks. There are obvious objections to both these methods, and, wherever 
poss|ibIe, clays containing granular particles of limestone should be avoided. 

Chalk, on the contrary, is a useful constituent of some clays, and is largely 
used in the South of England in place of sand as a non-plastic diluent for the clay. 

• Red hrkks owe Aeir colour to iron compounds, the precise nature of which 
is not well understood. The red tint is commonly stated to be due to free,ferric 
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oxide in the clay, but this is improbable; if ferric oxide is the colouring agept, it 
must be produced as the result of some decomposition occurring in the kiln. 

The addition of ferric oxide to clays to improve their colour has frequently been suggested, but 
the results obtained do not usually warrant the cost; moreover ferric oxide added in this way 
behaves in a very erratic and far from satisfactory manner. 

Buff bricks are obtained by burning clays containing only a very small propor¬ 
tion of iron compounds, such as the fire-clays or the vitrifiable clays of Bytham. 

White bricks arc made of either natural or artificial mixtures of chalk and 
ferruginous clay; such mixtures arc termed malms or marls, and the white colour 
is due to a reaction which takes jrlace between the iron comjrounds and the chalk. 
The white bricks of Suffolk are particularly well known. 

Preparation of Material. —Having obtained a suitable material, or one 
which is considered sufficiently suitable to warrant experiments on a large scale 
being carried out, the next (juestion which arises is, “ Which is the most suitable 
process for making this material into bricks?” A full answer to this question 
involves many considerations, the most important of which can only be judged 
by an expert. Hence, in the following pages no more than the barest outline 



is given of the various processes, and readers wishing for further information may 
consult the special books and treatises upon the subject, such as those mentioned 
on p. 199. 

The clay for brick-making is usually quarried, but the “refuse” from coal 
mines is also used in some localities. It is seldom that clay for building bricks 
can be mined by underground methods at a remunerative rate. The clay is 
usually dug by hand labour (spade work) with the aid of blasting where the nature 
of the material permits. Where a sufficiently large quantity is needed, a steam 
navvy (Fig. i) may be enqiloyed with advantage, as when worked at its normal 
capacity it will dig clay for about one-sixth of the cost of hand labour. 

In many brickyards the clay is permeated by ’numerous seams or veins of 
unsuitable material, so that the digging requires skilled supervision and the use 
of a navvy is impossible. 

As typical examples of the two extremes of clay-getting, mention may be made of the use of 
a steam navvy at the works of the I-ondon Brick Company at Peterborough, where a bed of Oxford 
elay, 20-60 ft. in depth, is dug and put into waggons at the rale of a ton a minute—and the ordinary 
small brickyard in the Isle of Wight, where the composition of the material completely changes 
every few feet, and, in some instances, layers of clay, sand and other materials are found super¬ 
imposed on each other (no single layer being more than a foot in thicknes.s), thus necessitating the 
greatest care on the part of the men getting the clay, as some of the other materials would be very 
injurious were they allowed to enter into the composition of th'- bricks. 

The uppermost layer or subsoil (frequently termed callow or overburden) must usually be 
rejected. As a whole treatise could be written on each of the chief methods of getting material 
for brick-making, whether by quarrying or by mining, and as a detailed description would take 
us too far from our main subject of the manufacture of bricks, we must assume that some sufficiently 
satisfactory method of obtaining a supply of material has been found, and now consider its treatment. 
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After the clay has been dug it may be sent direct to the plant or it may be 
set aside to enable the weather to act ujion it. “ Weathering has a marked effcc t 
on many clays and shales, enabling them to be much more readily treated m the 
machines, and, in some cases, freeing them from undesirable impurities. 

The demand for large numbers of bricks at very low prices has led to the discontinuance .>f 
weathering in many wolks; this is to lie regretted, as in almost every case weathered clay makes 
better bricks than that which is used within a few minutes of its lieing (lug. 


The clay is next sent to the cleaning plant, if it is of such a nature as to require 
a rough purification. Two types of machineiy are used for this purpose: the 
first consists essentially of a screen or riddle against which the pasty clay is forced , 
the clay passes through the perforations or slots in the screen, and the stones 
and gravel remain behind (p. 202). 

Such an arrangement is obviously crude, and will not remove anything smaller than j'a in. 
diameter, so that it is useless except for clays containing coarse impurities. 



Fic. J.—Edge-Runner Mill. 

{Hy courtesy of Messrs Sutcliffe^ Speakmuti Co. Ltd.) 


The second type of clay-cleaning plant is known as a wash mill, and consists 
of a circular well in which a series of vertical harrows is rotated (see Cemen^, 
P..87, Fig. 7). The clay is thrown into this well, a large quantity of water added, 
and the harrows set in motion so as to churn the clay and water together. After 
some minute.s, the harrows are stopped, and the fluid portion is run off to large 
settling tanks. 

The scones and gravel remain behind in the mill, and are removed when a sufficient (quantity 
has accumulated. When a mixture of chalk and clay is used for brick-making, the mixing is 
usually effected in a wash mill. 

The clay in the settling tanks gradually sinks to the bottom, and after a 
sufficient time has elapsed the clean supernatant water is run off, and the soft 
clay is cut into rough blocks and allowed to dry somewhat before being taken to 
the pug mill. 

The cleanmg or washing of clay is an expensive process, and is avoided wherever possible, but 
it is largely used in Kent and Essex {Fig. 2). 

In some 3A:aiities the clay is mixed with the siftings from domestic ashes, 
gaitly to redtee the ]:^ticity and shrinkage of the clay, and partly as a convenient 
mieans-of introducing the fuel, into the very centre of the bricks, and so secure as 
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complete a burning as possible. This is the case witn the 
bricks sold in London. 

In most methods of brick manufacture, the raw material must be COnvertdU 
into a paste by mixing it with water. In the case of soft clays this is effected by 
means of a pug mill, but hard clays and shales must first be reduced to powder. 

Clays may be crushed by {a) crushing rolls, or (b) edge-runners. Crushing 
rolls are usually mounted in pairs, and the clay or shale allowed to fall on top 
of them is passed between them and crushed in the process. If necessary, several 
pairs of rolls may be used, each pair being set rather closer together than the 
preceding ones, so as to effect a gradual reduction of the material. 

Edge-runner mills resemble those used for mixing mortar, but are heavier 
and more powerful. They consist of two mill-stones which rotate on a horizontal 
shaft above either a fixed bed or a revolving pan. Perforations or slots in the 
bed or pan permit the crushed material to pass out of the mill into a receptacle 
beneath, from which it is raised by a bucket elevator to the screens. The coarse 


clamp-l 


binned itoA 



Fkj. 4.-~Open Mixer. 

{By courtesy oj Messis Whittkead^ Co. Ltd.) 


material is returned to the mill for further treatment, and the powder which has 
passed through the screen is taken to the pug mills or mixing machines. 

If a clay is very tough it is sometimes necessary to pass it first through an 
edge-runner mill with large slots, and then through several pairs of rolls. Some 
shales and other rocks used for brick-making must be broken into small lumps in 
a stone-breaker before they are passed to the edge-runner mills. 

Broadly speaking, t»*ugh, pasty clays a e best reduced by crushing rolls, and shales or rocky 
clays are best treated in edge-runner mills, but each material requires separate study and must 
dealt with acc'^rdiRgly. 

Tempering is the term used to indicate the conversion of a clay or powdered 
shale into a homogeneous paste suitable for the manufacture of articles. It consists 
essentially in the addition of water and its thorough incorporation into the mass. 

Tempering was, at one time, effected hy men treading the material with naked feet, hut the 
advent df mixing and pugging machinery has caused the abandonment of ** treading,” except in 
the case of crucibles for melting steel. Another method—still used in some tiut-of-the-way 
districts—consists in turning the clay over and over by means oi wooden spades. 

Two kinds of tempering machines are in use. The first is an open trough in 
which is one or more shafts carrying blades or knives set at an angle to it. Such 
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. • • an ooen mixer. A similar machine, but closed except 

“ ? P“8r ®>U; in addition 

to mixing the clay and water it also compresses the material, and if the outlet end 
is made of a suitable shape—as when fitted with a mouthpiece —the clay paste 
issues from the machine in a compact column which can be cut into bricks. 


In this way a pug mill serves not only as a mixer, but .as a iuick-makiiig machine, and bricks 
so made ate said to be produced by the “expression" or “ wire-cut” process (p. 208). Where 
hand-moulded bricks ate made the clay issues from the pug mill in so .soft a state that no 
mouthpiece is needed. 

Clays which are difficult to mix with water require the use of a long open 
mixer, followed by a pug mill of equal length and capacity, but for most of the 
south country clays used for hand-moulded bricks a single vertical pug mill is 
sufficient. 

Pug mills may be of either the vertical or horizontal type, the former being generally used for 
mild clays and the latter—In conjunction with other machinery—for tough or hard clays. 


Moulding bricks by hand is one of the earliest methods of manufacture, and 
it is still used to an enormous extent in the South of Rngland. In the Midlands 
and North, where the climatic conditions are less favourable, bricks are usually 
produced by mechanical means. 

A brick mould consists of a wooden frame which is large enough to surround 



a freshly made brick. This mould has no 
top or bottom, and mu.st, therefore, be laid 
on a table or bench when in use. 

In slop moulding, the workman dips 
the mould in water so as to wet it thoroughly. 
He then jilaces it on a prepared part of 
his working bench, and throws into it, with 
great force, a mass of clay paste rather 
more than sufficient to fill it. He next 
presses the clay well into the corners of the 
Fio. s-— brick Mould. mould and removes any suiierfluous clay by 

drawing a straight piece of wood—termed a 
s/rike— across the top of the mould. He then, with a sudden turn of his wrists, 
lifts the mould with its contents and holds it sideways, and either hands it to a 
boy assistant or places it on a part of the bench ready for him. The boy carries 
the mould away to the drying floor or ground, and carefully placing it down, he 
empties out the soft brick without spoiling the shape. 


In sand moulding, the interior of the mould is covered with sand instead of 
water previous to making each brick, and instead of a boy taking away the mould, 
the maker empties it on to a small board -termed a pallet—and a boy carries the 
brick away between two pallets to the drying floor. In addition to giving the bricks 
a pleasant appearance (sand face), the method of sand moulding is about four times 
as rapid as slop moulding, but cannot be used for all clays. 

The bricks are carried on light spring Ijarrows of special shape (Fig. 6). 

One reason why brick-making machinery has made so little progress in some localities, is that a 
man and a boy ran turn out 36,000 bricks a week by hand moulding, and this is sufficiently cheap 
for machinery to effect no appreciable saving where the clay is suitable for hand moulding. 


If hand moulded bricks are required to be specially accurate in shape they are 
allowed to become partly dry, and may then be pressed in a portable press, operated 
by a strong youth. 

' The moulding of bricks by hand requires great skill, and as the work is also 
laborious, it is becoming increasingly difficult to obtain good moulders. This has 
led to the introduction of machinery to imitate the hand-made article, but such 
machines have never become really popular in this country. In tKe United States 
a large number of these “ soft mud ” machines are in use at the present time. 
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Most bricks made by machinery are produced by one of the following methods: 
(a) Expressing the clay through a mouthpiece and then cutting it into bricks; (^) 
forming a preliminary clot or rough brick and repressing this to shape (stiff-plastic 
process); and {c) placing the moist powder or shale into a metallic mould and 
compressing it to shape in a powerful mechanical prfess (semi-dry process). 

The special advantages of processes b and r are to be found in the greater stiffness of the bricks 
produced by the machines. Owing to the water being present in only a small proportion, such 
bricks can be taken direct to the kilns without any previous drying. This materially reduces the 
cost of manufacture, but it must be observed that mechanically made bricks are very different in 
many respects from those moulded by hand. 

Expressing clay through a mouthpiece attached to the end of a pug mill, and 
then cutting the extruding clay column cros.s-wise into bricks, is a method of manu¬ 
facture which can be applied to almost any clay capable of being made into bricks. 
As wires tightly stretched on a frame form the means whereby the clay column is 
cut, this method of manufacture is commonly known as the wire-cut process. 
It is equally applicable to the production of pipes, hollow blocks, and a variety of 
other articles. As in the hand-moulding method, the clay must be in the form of a 
soft paste, and as the column is usually cut into several bricks at a time, these are 



Fig. 8 .—Mouthpiece—Assembled and in Pieces. 


carried on a large board or pallet to the drying floor or on to the cars, which are 
then run into a drying tunnel. If desired, wire-cut bricks may be pressed after they 
have been partially dried. 

Where a clay is dithcull to work by tiiis process, the insertion of a pair of expression rolls 
between the pug mill and the mouthpiece will often facilitate the manufacture. These rolls also tend 
to reduce lamination and other troubles incidental to the wire-cut process when it is applied to 
some clays. 

In the stiff-plastic process of brick-making, the clay paste must be very much 
stiffer than for hand moulding, and as such a paste is difficult to obtain with some 
clays, the stiff-piastic process has been most successful when applied to shales and 
other dry clays which are capable of being reduced to powder. This powder is 
then mixed with a very small proportion of water in a jxjwerful pug mill, and the stiff 
paste is forced into a clot-mould which makes it roughly of the desired shape. 

Various ingenious devices have been patented for producing the clot or rough 
brick, but only two are now extensively used. The first of these consists of a 
horizontal steel disc or table fitted with moulds; the clay is forced into one of these, 
moulds by means of a fixed vertical pug mill, and the table then makes a partial 
rotation, placing an empty mould beneath the pug mill. After the table has rotated 
sufficiently, qne of the moulds is emptied automatically by means of a rising plunger, 
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and the clot is then ready for the repress. This arrangement is the basis of the 
Bradley & Craven brick machine (Fig. 10). 



The second method of making a clot from stilT-pLstic clay consists in forcing it 
with a ram or pug mill into the spaces between the cogs of a specially shaped wheel, 
these spaces forming the clot mould, and temporary ends being formed by the 
framework in which the wheel revolves. As the wheel revolves, the clay in the 
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mould is eventually raised to the level of the repress, and the clot is pushed opt 
sideways by means of a lever which takes it direct to the press. This arrangement 
is the essential feature of the machines made by T. C. Fawcett Ltd., and 
R. Scholefield respectively (Fig. ii). 

As the clots are only roughly shaped, it is necessary in each case to employ a 
press in connection with the clot mould, and the machines mentioned are so 
arranged that powdered clay is delivered into one part of the machine and the 
properly pressed bricks are obtained from another. This is effected by combining 
a pug mill, clot mould, and press in one framework. 



FlO. 10.—Machine for Making Bricks by the Stiff-Plastic Proces-s. 
{By courtesy of Messrs Bteidley Craven Lid.) 


Although the final pressing in a stiff-plastic machine really constitutes a repressing of the clot, 
some makers use an additional repress machine for the manufacture of facing bricks, the bricks being 
pas.sed into this immediately after leaving the ordinary machine or after they have been partially 
dried. Unless, however, the material is peculiarly difficult, it is unnecessary to subject them to this 
treatment. If, through lack of adjustment, the machine produces unsatisfactory bricks, it is better to 
adjust the machine rather than to give the bricks additional pressings, though with some clays this 
cannot be avoided. 

The average output of a stiff-plastic machine is 10,000 to ia,ooo bricks pet day often hours. 

The stiff-plastic ptocers, whenever it can be properly used, is the most satisfactory of alk methods 
of brick-making, as it combines most of the advantages of the fully developed plastic clay, with a re¬ 
duced cost in drying the bricks. Stiff-plastic bricks may go direct into continuous kilns, but it is 
usually better to dry them first in a tunnel drier, or on a steam-heated floor, as the moisture is then 
mere satisfactorily removed than in the kiln, and the loss by improperly dried bricks is much less. 

The Semi-Drjf Process. —Where the material is sufficiently dry to be in the 
form of a powder which readily “balls” on leaving the grinding pan, it is often 
.economical to work it up without any addition of water at all. As the material is 
not completely dry, this process is known indifferently by the terms “semi-dry” 
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and “ semi-plastic,” both being equally unsuitable, but used in the absence of more 
accurate terms. 

Brick.'! made by lliis process are quite distinct in character from tho.se in which the plasticity of 
the clay ha.s been mote fully developed, and though they «'ere much used a few years ago, they are 
rapidly Iteing displaced (except for common work near London) by stiff-plastic bricks. 

Where the material is of a suitable nature, the semi-dry method of working effects marked 
economies in the cost of production, as it dispenses with the cost of pugging and drying, and 
the friction of the material in the plant is also materially reduced. Against this must, however, 
be set the added power rcijuired to compress the material into bricks; this, in some instances, 
being very great. 

The semi-dry process is carried out in its most perfect form in the neighbour¬ 
hoods of Accrington and Peterborough, where a suitable material extending to 



Kk;. h.—M achine for Making Bricks by the Stifl'-Blastic Process. 
(By of Messrs T. C. Fawcett Ltd.) 


great depths is found in such large quantities as to facilitate the manufacture of 
bricks on a colossal scale. 

To be worked to advantage the material must be cleared of surface soil, or 
“callow,” and must be then worked vertically, so that several strata may be mixed 
together in definite proportions. This is best effected by using powerful steam or 
electric navvies, which are capable of excavating a ton. of material at a single stroke. 
The material is then taken in waggons to the grinding pans, and the fine product 
is separated by means of screens. It is then carried away by spiral conveyers, 
which mix it and convey it simultaneously, the coarse material being meanwhile 
returned to the mills to be reground. The powder falls down a small chute to a 
Whittaker press, which fills first a sliding feed-box, and thence the first mould. 
The amount of material received into the mould car be instantaneously adjusted 
to allow for variations in the moisture in the material. The pressure is applied 
through descending plungers, the driving mechanism being so arranged as to give 
two distinct nips or pressures on the bricks. 
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The object of this is to liberate as much air from among the particles as possible, so that when 
the final pressure of not less than 8o tons is exerted, there may not be any ait imprisoned, as this 
would cause cracks in the bricks. 

It is necessary in Peterborough to repress the bricks, so that four distinct 
pressures are applied, viz., two in the first mould and two in the second. 

Bricks made in this way are so dry that they may safely be taken direct to the 
kilns and burned in the ordinary manner. 

The chief advantages of this process, for shales and other hard material, arc the great pressures 
which may be employed, whilst yet using less power than is needed in other processes, the ab-sence 
of drying arrangements ami consequent saving in fuel, and the accuracy in the shape of the bricks. 
As these are not plastic, they shrink so tittle in burning that there is but little liability of twisting 
or warping. The disadvantages of this class of brick are their surface density, which often makes 
them difficult to lay rapidly, as mortar docs not readily adhere to them, the absence of a peculiar 
texture to which plastic-made bricks owe their durability, and the difficulty experienced in obtaining 
a perfectly sound brick which is of equal density and strength throughout. 

This last-named defect is specially characteristic of semi-dry bricks, and though many attempts 
have been made to remove it, there is no machine at jrresent in use which entirely overcomes it 
with certain clays, which are otherwise rjuite suitable for manufacture by this process. 

From the foregoing very brief descriptions it will be seen that the method to be 
employed in shaping the bricks must depend very largely on the nature of the clay, 

a plastic clay requiring a treatment 
quite different from that which is 
best suited to a shale or hard clay. 

In order to meet the rc(|uircmcnts of 
clays in various localities numerous )>altcms 
of machines are in use, but for a fuller 
description of these the reader may refer to 
“Modern llrick-Making” (see Literature 
on p. 199). 

Machine-made bricks are carried on 
stout Irarrows similar to that shown in 
Fig. 12. 

Drying.—As already exirlained, 
it is usually necessary to dry the 
bricks before they can be placed in 
the kilns. The necessity of a care¬ 
ful and thorough drying becomes 
Fig. 12.—Barrow for Carrying Machine- more apparent when it is realised 

Made Bricks. that from an ordinary brick at least 

. 1 lb. of water must be removed. 

Articles made of clay are so delicate before they are burned, and are so sensitive 
to draughts and sudden changes in temperature, that they must be dried with 
exceptional care. In many jiarts of the country the bricks are stacked in long 
rows or hacks in the open air, and are protected from the direct rays of the sun 
and from the wind by covering boards, and by cloth, hurdles or loo boards placed 
along their sides. If carefully treated, many bricks may be dried satisfactorily at 
very little cost, but the process is very slow—recjuiring several weeks—and the- 
uncertainty of the climate is also a serious disadvantage. 

Where bricks are made by machinery, it is usual to dry them by artificial heat 
in a building constructed for the purpose, and termed a drier. Some driers 
consist merely of large sheds, beneath the floors of which are flues heated by coke 
or steam. The bricks are laid on the floor, and the latter is then heated gently at 
a rate suitable for the particular clay in use. This arrangement is quite satisfactory • 
for most clays, but is slow, requires a large amount of space, and consumes a-’ 
cofisiderable amount of fuel If, however, the floor is heated by exhaust steam, 
the last-named consideration is of little importance. 

Where irfe output is sufficiently large, bricks may be dried more expeditiously, 
with less loss arid with less fuel, by passing them through a tunnel drier. This 
coi^siste trf a wooden or wood-and-brick structure of great length, which is just large 
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enough to hold a series of cars loaded with the bricks to be dried. Warm air is 
drawn into this tunnel by means of cither a chimney or fan, and is distributed in 
such a manner that the bricks are dried as rapidly as possible with the least risk of 
cracking. 

In the best forms of tunnel drier, the bricks are drierl (a) by contact with warm air circulating 
through the tunnel in a prearranged manner, and {d) by radiation from a false ceiling and from 
the heated walls and pipes in the tunnel. 

The construction of tunnel driers is in 
itself simple, but with delicate clays so many 
matters have to be taken into consideration 
as to make the designing of a really satisfac¬ 
tory tunnel apparatus a matter of great diffi¬ 
culty. Consequently, there are many tunnel 
driers in use, but only a small number of 
them work willi reasonable efficiency. This 
is largely due to the principles underlying 
the physics of drying bricks being very im¬ 
perfectly understood by most brick manufac¬ 
turers and builders of driers The physical 
changes which occur in drying bricks are 
highly complex, and until they ate better 
known than is at present the case, an 
“ideal” drier cannot be designed. Never¬ 
theless there are at lea^-t two patterns of 
tunnel drier in use, wltich appear to meet all 

rettuirements except that they arc costly to ,, ^ t-. . 

instal and troublesome—though not expen- * 3 ' Hack or Open-Air Drier, 

sive—to maintain. 

In drying bricks it is essential to bear in mind that the interior must dry at the same rate as the 
exterior; any reversal of this will usually result in cracked bricks. 

The difficulty is commonly found in heating the Interior of the bricks sufficiently for the water 
in them to lie vajiori.sed without, at the same time, drying the exterior at such a rate as to 
cause cracking. 

The use of warm air containing a definite and regulable proportion of water appears to be 




Plan. 

Fio. 14.—Tunnel Drier. 


the best solution of the problem, and is an important feature of all the most successful forms of 
tunnel drier. 

All bricks have two critical periods during the drying: the first is during the removal of the first 
portion of the water—when the outer particles tend to shrink more rapidly than those in the interior 
Ind so cause surface cracks; and the second is when the bricks have a hardness about equal to 
that of leather. In the latter stage, they are often exceptionally sensitive to sudden changes i.i 
temperature, and to draughts, and also to too rapid heating. Many existing tunnel driers cannot 

worked at their full capacity with certain clays because of their inability to deal with this second 
itage in the drying, and it will usually l)e found that only those driers in which the current of air 
ravels in the same direction as the bricks are satisfactory in this respect. 
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The great advantage of all tunnel driers is that the goods are taken from the brick machine 
and are placed on cars; these cars then travel slowly through the drier, and eventually reach the 
kiln, without airy direct handling of the bricks being necessary. On the other hand, a well-filled 
tunnel drier will usually cost over ;Cl,500, if it is to Ijc really efficient, and the interest and 
depreciation charges on this capital sum are sufficiently large to make many brick manufacturers 
prefer to use the older and more wasteful hot floor. 

Burning.— Bricks which have merely been dried are too friable and weak 
to be of value. The object of burning them is to convert this weak mass into 
a strong stony one, which is capable of resisting all kinds of weather. 

It should he noted that when bricks “laked” or healed to a point where the plasticity is 
destroyed, hut not sufficiently for many of the jiarticles to fuse and, on cooling, makes a strong 
cementitious mass, the bricks are more durable and porous and are useful for certain purposes, 
hut they will not last as long as those which have Iwcn jrropcrly burned, f.c., in which the healing 
has been carried t<t such an extent that the finished bricks consist of certain rock-like particles 



Flc. 15.—Archlcss Kiln. 
{By aturUsy of Mr H. Harrison.) 


firmly bound together by a species of slag or glass. Such vitrified bricks are much valued by 
engineers on account of their great strength and durability, but for ordinary buildings their lack 
of porosity makes them difficult to lay, and many bricklayers therefore object to use them. 

When a clay is worked up in a plastic condition, there is not the same neces.sity to burn it com¬ 
pletely, as the bricks are usually strong and durable enough without this, the fineness of the 
particles and the felling nature of the clay being sufficient; but shales, rock-clays and other materials 
in which thp plasticity has not Iwen fully developed in the manufactuie into hricks, require to be 
very fully burned in order that they may derive from the vitrified material the strength which they 
do not otherwise gain owing to their lack of plasticity. 

The temperature to which a given brick must be heated in order that it may be satisfactory 
depends, therefore, on the nature of the material, the method of manufacture, and the purposes for 
which the brick is to be used. For example, a brick which is to lie rubbed down to a particular 
shape, as in the construction of arches, etc., must be sufficiently soft for this treatment, and cannot 
be more than baited, whilst an engineering brick must be as hard and strong as possible. It is 
useless, therefore, to attempt to determine a standard temperature at which bricks shall be fired, and 
each brick manufacturer must decide for himself the one most suited for bis customers' particular 
needs. 

Kilns. —In consequence of the great variety of properties required in bricks, it 
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is necessary to burn them in different ways, and, therefore, to use different types 
of kilns. 

At the present time, there are so many patented kilns for brick-burning that even a list of them 
would be too lengthy to be given here, and many of these patents contain ideas and features of little 
or no commercial value, (r)etails are given in some of the volumes mentioned on p. 199.) 

At the same time, there are certain kilns which arc of the greatest importance, and the improve¬ 
ments in bricks during the last thirty years, and especi¬ 
ally in the great reduction in cost of high quality _ 

bricks, is due in great measure to the modem types of 

kiln now in use. i ! 

At the present time, there are five distinct types ! • 

of kiln in use for brick-burning, each with its special ' ' 

advantages, and the brick-maker must choose accord- I 

ing to his technical refjuiremcnts and to the capital at _...._ I ] 

his disposal. If his works are small, with an output rn |~1 ! j 

of less than a million bricks per annum, he may not I I 

have sufiicient output to erect a fuel-saving kiln, I I S 

and must l>e content to suffer the disadvantages of a 

high cost of manufacture and burn 10-18 cwt. of coal, •[ .J 

where, with a Ixitter kiln, 3-5 cwt. would suffice. 

It is commonly argued by many brick manufacturers 
that only a certain type of kiln can be used for their 
bricks, but a large experience as a consultant in brick 
manufacture lias convinced the author that this is 
incorrect in most cases, and that if the output is ' 
sufficiently large to justify its erection, one of the 
more recent continuous kilns. In which a minimum of 

fuel is employed, can be used for every kind of brick ^ 

and architectural terra-cotta now on the market, with 
a saving of 30-yo per cent, of fuel as compared with 
single 

Great care is, however, necessary in the selection 
of a modern fuel-saving kiln, as several are now in 
use which are comparatively worthless, because the 
money laid down, plus the cost of repairs, overbalances 
the saving eflected in the fuel. This is jxirlicularly 

the case with kilns which are loo short. ^ , 

Fl(i. 16.—Cross Section of Round 

In out-of-the-way districts, and for tem- Down-Draught Kiln. 

[jorary purposes, the simplest form of kiln 

is that known as a “ Clamp.’' This consists of a structure of unburned bricks 
and fuel the lalter being placed at the base, or, alternatively, between the courses 
of bricks. I'he bricks arc so arranged that sufficient air can pass between them to 
burn the fuel and for the resulting hot gases to heat the bricks sufficiently. 


n 
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Fig. 17.—Cross Section and Plan of Down-Draught Kiln. 

In such a kiln, the temperature is very irregular, but if the bricks are projierly arranged it is not 
difficult to obtain a sufficiently large proportion of saleable bricks to meet local needs. Where a 
better brick is required, however, some form of kiln in which the bricks do not come in contact with 
the fuel, and in which the heat is under better control, must be used. 

The construction of a clamp kiln requires so much skill that a detailed descrip¬ 
tion of it is undesirable at this time, especially as this kind of kiln is chiefly used 
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for temporary work, and equally good, and often better, results may be obtained by 
constructing an archless kiln (Fig. 15) and substituting a fan for the ordinary 
chimney. 

Such a kiln can be erected at a very small cost, and whilst the product is not so good nor the 
kiln so durable as when properly covered in, the bricks are more evenly heated than in a clamp, 
and are as saleable as common bricks in almost any district. 

Single kilns are much used for brick burning (Fig. 17). In these, the fuel is 
burned in special fire-boxes or furnaces, the liot gases passing through and around 
the bricks and heating them to the desired temperature. 

Single kilns may be of three types, according as the general direction of the 
flames is upward, downward, or horizontal when in contact with the goods. 
Up-draught kilns usually have several fireplaces at each side or somewhat 
beneath the floor, whilst the chimney (if one is used) is at the top of the kiln. 
Up-draught kilns for bricks may be either circular or rectangular in shape, the 
latter being preferable, as they may be built of almost any capacity. In their 
simplest form, they consist of a space enclosed by one circular or four straight walls, 
the bricks to be burned being placed within the space in such a manner that the 
hot gases from the fires ascend through them and out at the top of the kiln. 

Some up-draughl kilns arc covered whh permanent brickwork on which a short chimney or series 
of chimneys is creeled. As the heat enters the kiln through the fire-lioxes, which are placed some 

distance a))art, it rises irregularly in a series 
of different streams which do not completely 
mingle .ind consequently the goods are irregularly 
heated. 

In down-draught kilns, the general 
construction is similar, hut the hot gases 
and flames first rise through an annular 
space to the top of the kiln, and are de¬ 
flected downwards on to the bricks to be 
burned, spreading themselves fairly evenly 
throughout the mass, and passing through 
a central “ well ” or other openings in the 
floor to the main flue, and thence to an independent chimney (Figs. 16 and 17). 

The heating of such a kiln is much more regular than that of an up-draught one, and some ot 
the best bricks ever made have been produced in kilns of this type. Their chief disadvantage is the 
amount of fuel required per thousand bricks burned, whicii is seldom less than 8 cwt., and is often 
much higher than this. Consequently, they are being rapidly replaced by continuous kilns in which 
the gases, after beating one set, are used for heating a further set of bricks, more and more 
bricks being used uniil llie temperature of the gases is reduced to a point below which it is useless 
to employ them; Even in such a kiln, the principles of the down-draught type may be utilised in 
almost their original form, and for the best facing bricks the most suitable kiln for large outputs is 
virtually a series of down-draught kilns connected together so'as to make the fullest possible use of 
the heat in the fire-gases. 

Horizontal kilns (Fig. i8), with the fires at one or both ends, the flue gases 
being taken away at the centre, or at the end opposite to the fires, are much used 
in the neighbourhood of Newcastle, 

They are specially suited to the prorluction of very high tempSratures, such as are needed for 
burning fire-l>ricks, but though very efficient in many ways, they are extravagant in fuel unless 
connected together so as to form a continuous kiln. 

Semi-continuous kilns (Fig. 19) are intermediate between the kilns just 
described and those with a continuous firing. They are more economical in fuel 
than the former, but less so than the latter, and so are chiefly used where the output 
is not sufficient for a completely continuous kiln. 

Though sometimes regarded as a distinct type of kiln, those working seroi-continuously are 
really incomplete kilns which must be worked as well as the circumstances permit, and completed 
when trade warrants the erection of additional chambers. If it is probable that the output of the 
yard wjll only }* Snutll, it is far lietter to build a small continuous kiln, of the usual length, but only 
half or ohe-third the usual width, as by this means lielter results can be obtained. The draught in 
them may be chiefly hoiilbntal or down-draught, according to the design of the kiln. 



Fio. 18.—Newcastle or llorizonml Kiln. 
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In all the foregoing types, the bricks to be burned are placed in the kiln, arranged 
in such a manner that the hot gases may circulate among them as freely and evenly 
as possible. The fires are then lighted and the temperature raised, at first with 
extreme care and slowness, but later more rapidly, until the goods have been 
sufficiently heated. 

The reason for great caution at first is the necessity for avoiding a rapid evolution of water from 
the bricks, as, if heated rapidly, the steam formed could not escape, and would crack the bricks, 
rendering them useless. Even when the greatest care is taken, some bricks are usually damaged 
by being heated too rapidly at first. Even when llie bricks appear to be thoroughly dry they may 
contain one-seventh of their weight of “combined water,” which must be removed before the 
bricks have reached a temperature much above 500'' C. 

During the first two or three days the bricks are in the kiln, therefore, the heating must be 
extremely gentle, and as this necessitates the use of fires which are only allowed to smoulder or 
smoke and not to burn brightly, the term “smoking” is usually applied to this stage of the firing. 
This very gentle heating must be continued until the bricks show no signs of giving off steam, this 
lieing usually tested by putting a clean, cold poker into the kiln, leaving it there for a short lime, 
and examining it immediately it has been withdrawn. If the bricks are still damp, the steam in the 
kiln will condense on the cold metal, and will reveal itself in the form of a dew. This test is only 
a rough one, but it suffices for most brick-makers. 

Others, especially on the Continent, prefer to continue 
the healing for a definite number of'hours with the kiln 
at a temperature of, say, 120" C. 

It is highly advantageous to have a separate flue for 
the gases and steam evolved at this stage, and not to 
pass them into the main flue. The use of such a sup- 
plemen’ary flue improves the quality of the bricks, and 
reduces the amount of fuel required. 

As soon as all the moisture has been removed at tins 
lempciature, the temperature is raised rather more 
rapidly, but still steadily, until u dull re<l heal is ob¬ 
tained. It will I hen lie found that a further evolution of 
steam often takes place. Tliis is due to the dec<)ra- 
posilion of the clay, and the lil>eralion of the combined 
water in it. At this higher temperature the remains of 
plants which may be contained in the tnalciial begin to 
burn, and time is required for the complete combustion 
of these and of any carbon which maybe in the pores 
of the bricks. If this stage of the burning is hurried 
the bricks will be discoloured towards the centre, and 
will have b’ack coics or hearts. 

'rhe temiieralurc is again raised when all the car- 
bonaceou matter has been destroyed, and the heating 
is continued until the bricks have gained the necessary 
characteristics, when the kiln is allowed to cool, any 
openings l)emg closed l>y &lal>s of fire-brick, luted up 
with clay paste, so as to prevent cold air impinging on the hot bricks, and st) cracking them. When 
the kiln is sufficiently cool, the bricks are taken out, and the kiln m.ay then be refilled with fresh ones. 

After ihe bricks being burned have reached a red heat, the fire gases passing 
in a single kiln to the chimney are, naturally, very hot, hut this heat is wasted in 
most cases. Many attempts have been made to connect single kilns together by 
means of flues, so as to utilise this heat as well as that given off by the cooling 
bricks, but they have not, as a rule, been successful unless the kilns were placed 
, side by side. It was this desire to economise heat which eventually led to the 
invention of the continuous kiln, which consists essentially of a number of single 
kilns built side by side, with openings in the partition walls. 

F. Hoffman went even further than this, and abolished the intervening walls, so 
that his continuous kiln—which may be regarded as the basis of all modem 
continuous ones—consisted of an annular space in which the goods were burned 
(see Figs. 20-22). 

The original Hoffman kiln is equivalent to a horizontal one of infinite length, 
the heat being applied to the goods at one end, and passing along them horizontally 
until the gases are too cold to be of any further u"*. In practice it is not con¬ 
venient to have a long narrow kiln, so that the two ends are joined and make 
a large annular space. It is very important that such a kiln should be sufficiently 
long, as if the distance travelled by the fire is too short, fuel will be wasted. 



Fig. 19. —Semi-Continuous Kiln. 
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On'this account it has been customary in recent years to alter the original 
design of the Hoffman kiln, and to make it either very long with rounded ends 
(Fig. 20), or to construct it in the form of a series of short tunnels, which turn 
on each other in a kind of zigzag, so as to produce a kiln, the outside walls of 
which are almost square in plan (Fig. 21). 

In this way much less land, or that of a convenient shape, is used for the construction of the 
kiln, without reducing its efficiency. 

F'or a kiln containing fourteen chambers, and a total inside chamber length of 
196-200 ft. as a minimum, satisfactory results may usually be obtained, but it is 



Fig. 21.—Plan of Biihrer Continuous Kiln and Drier. 


necessary to keep all the parts of the kiln in full work if the fullest economy in fuel 
is to be realised. Hence, when the output of a brickyard is likely to be small, 
two courses are open to the brick-maker: he may construct only half or a quarter 
of a continuous kiln (thus making a so-called “ semi-continuous ” kiln), or he may 
construct a complete kiln with such narrow chambers that the whole can be used, 
and the chambers widened as the output increases. 

The former is the cheaper of Ihe two, so far as the cost of erection is concerned, but is wasteful 
in fuel; the latter is much more expensive to erect and alter for enlargement, but the fuel burned 
is reduced to a minimum. 

The method of working a continuous kiln of the simplest type is, briefly, as 
follows. For copvenience it .may be assumed that the kiln is in full working order, 
and contains fourteen chambers. No. 14 is being filled with bricks from the drier 
or machine House. No. i is being “smoked” by a small fire contained in a 
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portable stove, or in a fireplace built in the doorways of this chamber, a 
partition of iron or of paper separating it from the remainder of the kiln, and 
making it temporarily into a single kiln. No. 2 is dry Nos. 3 to 6 are being 
slowly heated without the dir«t use of fuel, by passing the hot gases from Nos. 7 
and 8 (which are being heated by coal) through them. In this way the heat from 
Nos. 7 and 8, which would, if they were single kilns, be allowed to pass up the 
chimney and so be wasted, is utilised in the preliminary heating of four other 
chambers full of brick.s, and as the gases ])ass from one chamber to another they 
gradually lose their heat, so that by the time No. 3 is reached they are at a 
temi)erature of only i5o°-2oo° C. It is then useless to carry them through any 
more chambers, so they arc taken direct to the chimney stack through the main 
flue. The fuel is supplied through feed holes in the roof of the chambers, and 
falls into hollow pillars made of bricks, in which it burns. No. 8 is at such a 
temperature that it constitutes the finishing point of the kiln ; the higher numbers 
are those containing the finished liut hot bricks. In order to cool these and so 
enable them to be taken out of the kiln, the doorway in No. 12 (the last chamber) 
is opened and air admitted. This air is drawn from No. 12 to No. 9, becoming 
gradually hotter by reason of its contact with the bricks, so that by the time it 
reaches No. S, in which some bricks are being fired, it is hot enough to assist 
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Fui. 22.—Showing Stale of Goods in Continuous Kiln. 


greatly the combustion of the fuel. In this way the heat contained in the cooling 
bricks is used over again for the heating of a further lot. Taking the chambers in 
the order given, it will thus be found that the temperature in each gradually rises. 
Nos. I and 2 being at something below 120° C., Nos. 3 to 7 from i2o°-90o° C, 
and No. 8 about 1,100° C., or less with some clays. From Nos. 9 to 13 the 
temperature gradually falls again from 1,000° (k to the temiierature at which the 
bricks are taken out of the kiln—usually about 25° C., or as hot as they can be 
handled comfortably. 

When No. 8 has been heated sufficiently the connection between No. 3 and 
the chimney is closed and the partition between No. 2 and No. 3 is removed (if it 
is paper it is simply torn with a poker), so that the hot gases now enter No. 2. 
Fuel is next fed into No. 6, but no more is added to No. 8, which therefore begins 
to cool. In No. 1 (which should now be filled with fresh bricks) the “ smoking ” 
process is begun so as to drive out the water in the bricks. In this way the whole 
process of heating is moved on one chamber, and the bricks in No. 12 will now be 
cool enough to be taken out and it refilled. In this way the action of the kiln is quite' 
continuous so long as there is a sufficient supply of bricks to be burned, as the 
fire travels forward, usually at the rate of one chamber per day, and the kiln being 
circular in principle, whatever its apparent form, it a ts as though it were of infinite 
length. 

Although a kiln with only fourteen chambers has been described, as this represents the size 
generally used, the author considers it too short for convenience and prefers a kiln with at least 
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sixteen chambers. The larger the numl)er of chambers (within certain limits) the more satisfactory 
will be the burning. Some kilns have forty chambers. 

Many variations have been made in the design of continuous kilns, though the 
general principle first applied by Hoffman is continued in each of the newer kilns. 
The alterations consist chiefly in means used to produce a better colour in the 
goods by keeping them out of contact with the fuel, and to effect the preliminary 
drying in the kiln. 

The chief variations, therefore, consist in some means of burning the fuel in special fire-boxes 
and in effecting the drying and smoking by means of warm air derived from the kiln itself instead 
of from separate fires. 

For producing bricks in which the colour is an important consideration the fuel is most con* 
venicntly burned in fireplaces built across the kiln between each two chambers, the kiln being 
usually, though not necessarily, divided by partitions of permanent brickwork. These partitions 
absorb a certain amount of heat, and so rwuce ll»e efficiency of the kiln as a whole, but the small 
loss from this cause is more than counterl>alanced by the improved colour of the goods. There is 
much divergence of opinion as to the relative values of fire-boxes with solid l>oUoms and those with 
grates. Much deixjnds upon the nature of the fuel, and when this will burn on a solid bottom the 
lal)0ur of cleaning the grates is ol>viously avoided. For other coals, a grate may be essential to good 
combustion. 

In the original Hoffman kiln, the fuel is burned in small shafts left in setting the bricks in the 
kiln, and corresponding to openings in the top, through which the fuel is fed in small quantities at 
a time every fifteen or twenty minutes. When fire-boxes or fire-grates are used, however, 
the fuel Is added either from the front of the kiln or through openings in the top and above the grate 
or fire box, and larger quantities may be added at a time. The hot gases and flames from the 
huining coal then rise upwards, but are rapidly drawn horizontally by the draught of the kiln until 
they circulate throughout the whole width and height of the cham1>er, the bricks being placed in 
such a manner that there is an appropriate space around each for it to be properly heated by the 
gases. If it is desired to produce bricks which are of a specially clear colour, a j)ermanent fla.sh wall 
may be built alongside the fire-box or grate, so as to force the flame and hot gas upwards U> the top 
of the kiln, where combustion is completed l>efore the goods are reached, and all chances of the 
flame coming into contact with the bricks are avoided. In this way, a series of down-draught kilns 
may be worked on the continuous principle, the gases being taken out at the floor of the chamber, 
instead of at the side as usual. This alteration involves a more complex flue construction, but has 
certain advantages which need not be detailed here (see Fig. 23). 

The use of hot air produced by the kiln itself for the smoking or preliminary warming and 
drying of the goods has not met with the appreciation it deserves. This is due to a variety of 
causes, the chief of which is the general attitude of the burnei's who prefer what, to them, is the 
simpler method of using stoves or special fires, though the latter are far from economical. The 
position of the flues userl to convey the hot air in certain kilns is also very bad, and has caused this 
method of economising fuel and labour to fall into disrepute. Not a few designers of continuous 
kilns have ignorantly placed the hot-air flues in the positions where they are most likely to l)e 
influenced by changes in the temperature of the kiln, ami by the movement of the masonry, with the 
result that, after a short time, these flues leak and become practically useless. They should, 
obviously, be placed where they will be most stable, as a leak of comparatively small dimensions 
may be impossible to bx;atc or repair, ami yet may Iw fatal to llie use of the flue. 

The object of using warm air in place of special stoves or fires is two fold, viz., the economy 
in fuel effected and (what is usually more imp(»rtant) the absence of white or grey deposits on 
the bricks due to the condensation on them, whilst in a damp slate, of sulphuric acid derived from 
the burning fuel. When the goods are at a temperature almve that of lioiling water such condensa¬ 
tion cannot occur, and direct heating may then l»e U'.ed, but for raising them to this temperature 
it is usually desirable to employ air free from products of combustion. 

This pure, warm air must not, as a rule, have a temperature above 300* C., and at the com¬ 
mencement of the heating of the freshly set bricks it should be much cooler, though its most .suitable 
temperature cannot lie staled definitely, but must l)e ascertained by experiment, as it difiers with 
different materials, some being more open and so drying more readily. 

The warm air used may be obtained from various sources, and can seldom be all obtained from 
only one. The most obvious part of the kiln from which it may be obtained is the chambers 
containing the cooling biicks, as by connecting these to the ones containing the freshly set gocKls, 
by means of temporary or nermanent flues, it is easily possible to draw air of any desired temperatore 
through the latter. The details of the various systems of pi|)es and flues used for this purpose are 
too complex to be given here, but it may be stated that permanent flues are usually better so far 
as the economy of heat is concerned, though they are more liable to leak than the temporary ones, 
which are generally made of metal. 

The heat obtainable from the chambers of cooling bricks is seldom sufficient, and it must, 
therefore, be supplemented by dt heated specially in some other part of the kiln. Many devices 
have Hwon patented for the supply of this additional air, the two roost successful being to construct 
a tertea of flues either oelow the floor or above the arched top of the kiln, and to draw air through 
these ftt such a ra^ it gain the desired temperature before it enters the chamlwrs to be 
warmed. As much of the heal in tlie brickwork is usually lost by radiation, it will readily be seen 
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that flues arranged in these places will really save a certain amount of heat which would otherwise 
be lost, so that by no means all the heat thus supplied to the air passing through these flues can l}e ^ 
considered as involving an additional consumption of fuel, though there is necessarily a slight 
increase in the amount of fuel burned in the firing proper when these flues are used. This is so 
much less than that required in the stoves or special fires that a distinct saving on the whole kiln 
is effected. 

The hot air (from whatever sources) is led through flues to the cold chambers which require to 
be warmed, and enters them by suitable flues and openings. There is much divergence of opinion 
as to the best position in which to admit this air, some authorities preferring to allow it to enter 
at the lop and work downwards, whilst others adopt the opposite direction. Personally, the author 
prefers to use an entirely upward direction for the gases during the smoking, or to dry and warm 
at least the lower contents of the kiln by means of an up-draught. The reason for this preference 
is the fact that when the warm air or gases enter at the top of the kiln they gradually become 
saturated with water removed from the bricks themselves, and at the same lime they l>ecome 
cooler, with the result that by the time they reach the lower portion of the kiln they cannot contain 
all the moisture, and deposit some of it in the form of a dew on to the bricks. The deposition of 
this water softens the bricks, and, owing to the pressure of the bricks above them, makes them 
lose their shape. When, on the contrary, the hot air or gas rises in an upward direction, the 
moisture deposited on the bricks still softens them, hut as they have but little weight to hear no 
change in shape occurs. The upward movement has the additional advantnge that must occur 
from allowing the warm gases to travel in their natural direction, and if they arc not overladen 
with moisture a belter draught is produced owing to the reduction of the internal friction of 
the kiln. 

The substitution of a fan for a chimney has not been appreciated to any great 
extent, because most existing brickworks have chimneys, and their owners do not 
see that any saving would be effected by the substitution of a fan, especially if 
they are not working at their full capacity. 

In some parts of the Continent, however, and in several instances In this country, the use of a 
fan has effected a considerable viving in the amount of fuel l»urnc*d, as it enables the draught of the 
kill! to be kept con.stant instca<l of lieing affected by climatic conditions, as is invariably the case 
with a chimney. 

The ui»jccl of a chimney, or fan, is to draw the necessary amount of air through the fuel and 
gases through the kiln. It is commonly supj>»)scd that a chimney does this without cost, whereas 
a fan requires power to drive it. A-, a matter of fact, however, a chimney requires the expenditure 
of a certain amount of fuel, as the gases passing up the chimney must he hot, and this fuel is more 
than suilicient, in most cases, to drive the fan. In calm weather and under good conditions the 
fan and chimney, therefore, cost al>out the same for running expenses, but in rough weather the 
amount of fuel needed to keep the cliimncy working is greatly increased, whilst the fan is not 
affecletl; and, further, the interest on capital needed for the erection t>f a chimney or the installation 
of a fan is much in favour of the latter. P'or continuous kilns, therefore, a fan should be used 
whenever possible. In single kilns, where no use can be made of the hot gases produced, a fan is 
not desirable. 

In an or<linary kiln of the continuous type it is seldom that the fire travels forwanl more than 
15 ft. per twenty-four hour'i, and a rate of i ft. per hour is considered high. In the Ruhrer kiln, 
however, thanks to its enormous relative length and the use of a fan, ihe fire travels forward at the 
rate of 8 or even 10 ft. per hour, and the amount of fuel saved is, therefore, considerable. So 
rapid a rate and so long a kiln could not be obtained when a chimney is used; hence it was only 
on the introduction of a fan that this method of working became possible. Its success is due to 
the fact that although the rale of travel of the fire is so rapid this is counterbalanced, so far as its 
deleterious effects are concerned, by the length of the kiln, for most bricks can be heated very 
rapidly when once they have reached a dull red heat, provided that they are supplied with sufficient 
air to burn out the carbonaceous matter in them, and to oxidise the iron compounds. The length 
of the kiln enables the ‘ waste heal” to be used to warm the goods very etiectively without any 
danger of cracking them. Clays very riib in carlwnaceous matter might require a somewhat 
slower treatment. 

The great length of the kiln is not apparent in the actual buildings, because it is so designed 
that it really forms a more compact structure than similar kilns of the ordinary type. 

For burning facing bricks, ornamental bricks, terra-cotta, and other similar 
goods in which the colour and appearance are of very great importance, diflfi-’ 
culties have often been experienced when continuous kilns are used, and it has 
been generally maintained that single down-draught kilns were essential for the 
production of articles of good colour. 

This is quite a mistake, for by arranging a continuous kiln specially for the 
purpose, goods equally beautiful in appearance to any produced in single kilns may 
be obtained. 
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Iris quite true that an ordinary continuous kiln will not do for this purpose without alteration, 
for it is designed chiefly with a view to economical working, but with a suitable arrangement of 
fires and flues (Fig. 23), especially those for the introduction of warm air and the removal of steam, 
the best results may be obtained with an expenditure of fuel not more than three-quarters, and 
frequently less than half, that needed in a single kiln. 

The most suitable kiln for this class of work is one in which the draught is 
partly horizontal and partly downward, fireplaces being provided for burning the 
fuel, and each chamber separated from the others by permanent partitions, in 
which, however, damper-controlled openings may be made so that the “ waste ” 
gases pass direct from one chamber to another. 

The production of a good colour in bricks depends primarily on the material 
used; but assuming that this is suitable, the most important requirements are 
(i) that the goods shall not come into contact with the flame or ashes from the 
fuel; (2) that the goods shall be raised to a temperature above that of boiling 
water before coming into contact with gases produced by burning fuel; and {3) that 
the goods shall be supplied with sufficient air at certain stages of the burning, 
this air supply being capable of accurate regulation. 



Flo. 23.—Cros.s Scclions of ‘‘Staflordxbire” Kiln showing Hot-Air Flues. 
{By cmirlt'sy of Messrs Dean, Hctherington, Co.) 


To fulfil these conditions it is necessary, chiefly, to warm the goods thoroughly with pure air 
before connecting the chamlier containing them to the circuit of the kiln, and the key to the whole 
position lies, therefore, in the means supplied for the provision of hot air in any (|uantity, and at 
any time it may be needed (p. 220). 


FUTURE PROGRESS 

In building bricks, the chief progress made by the introduction of machinery 
and modern methods has been in the direction of producing bricks of more accurate 
shape, or greater strength, and of more regular colour and pleasing appearance, 
and yet all these advantages, great and notable as they are, have been accompanied 
by such remarkable reductions in the cost of production that in some districts 
good bricks could be obtained in 1914 for sixteen shillings per thouwnd The 
average cost in other parts of the country is little more than half what it was some 
thirty years ago. Future progress will probably result in the still further replace¬ 
ment of human labour by mechanical devices, in an extension of the use of con¬ 
tinuous kilns, and in endeavours to secure large outputs throughout the year, 
instead of clo.sing down during the winter months as so many brickworks now do. 
The great increase in the number of Associations, whose chief object is to regulate 
selling prices, may also have an important influence on the future development 
of brick-making. 
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LIME-SAND BRICKS 


By James Shelton, F.I.C. 
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Lime-Sand Bricks. —It ha.s been known for many years that a mixture of 
slaked lime and sand will dry to a solid mass which hardens very slowly on exposure 
to the atmosphere, owing to recarbonation of the lime. Partial combination 
between lime and sand can be induced by submitting an intimate mixture to the 
action of steam under high pressure. This production of a calcium silicate (or 
alumino-silicate) cementing together the grains of sand is the essential feature of 
the process for the manufacture of lime-sand bricks. 

The sand should be free from more than -5 per cent, of clay and dark 
particles, but i or 2 per cent, of clay is advantageous. 

It was at one time cousiderecl desirable tliat the sand used should contain soUiide silica, but this 
has since lieen found to be unnecessaiy. Hence (juartz sands are now used extensively, and it is 
no longer considered that felsiiar sands containing 5-7 pet cent, of soluble silicic acid arc the best 
raw materials for lime-sand bricks. 

At least 10 per cent, of the sand should pass a sieve of 150 mesh, and all of it 
should pass a 20-mesh screen. With increasing percentages of fine sand the • 
compressive strength of the bricks is diminished, whilst their tensile strength is 
increased. To obtain the best results, however, it is necessary to grade the 
material very thoroughly, as the preponderance of n-any particles of any one size 
is deleterious. 

The lime should be as pure as possible. Magnesia if present combines with 
silica to form a silicate, which is said to have less mechanical strength and to be 
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from the mould and its surface cleaned, the pattern (in colours) will be visible, 
and on burning will be clearly defined. 

As diflerenl days shrink differently it is necessary to use skilfully prepared powders and slips 
in order that all may have the same shrinkage on drying and burning. 

Glazed tiles are used in increasingly large quantities for decorative and 
hygienic purposes. Most glazed tiles are of an earthenware character and are 
made in a manner very similar to earthenware (p. 157). 

It is possible to glaze red-burning clays such as those of which bricks are made, but the 
difficulties connected with the.use of such clays are usually sufficiently great to render the 
employment of the mixtures used in earthenware manufacture preferable (or glazed tiles. 

For hospital use and for some technical purposes, it is necessary to use tiles 
made of fire-clay and glazed with a hard-fired, leadless glaze, as such tiles are 
more resistant to acids and variations in temperature than are those made of 
earthenware and covered with a more fusible, plumbiferous glaze. 

Very large tiles (/.e., those measuring 
more than 12x12 in.) are also made of 
the same materials, further particulars 
of which are described under “(Hazed 
Bricks” (p. 200), or “Sanitary Ware” 
(p. 194). 


The manufacture of very large slabs of glazed 
ware is accompanied by many difficulties, the 
chief of which are due to the tendency of clay 
to twist or warp when heated in the kilns. 
For this reason it is essential that such slal>s 
should not l>e too thin to resist this twisting 
aciion. Unglazed slabs may sometimes be kept 
flat by weighting them when in the kiln, but as 
nothing must he allowed to touch a glazed surface when the goods are being fired, this method 
cannot be appUed to glazed slabs or large glazed tiles. 



Fig. I.—Tiles in Sagger. 
(^/Ur £. Bottrry.) 


ARCHITECTURAL TERRA-COTTA 

There is, at the present time, an enormous demand for large masses of burned 
clay—both plain and ornamental—for the exteriors of large and semi-public 
buildings, particularly in industrial centres. In some localities the natural colour 
of the burned .clay is preferred, and terra-cotta is therefore used; but in other 
places a light coloured or almost white glazed surface is desired, and for this 
purpose what is known as glazed terra-cotta is employed. 

Ordinary terra-cotta is made of any clay which has a sufficiently uniform and 
pleasing colour when burned. The better kinds of brick and roofing tile clays 
(p. 145) are, therefore, used in its manufacture. 

Ordinary terra-cotta blocks are, in fact, exceedingly like large bricks, and are made in a very 
similar ntanner, the chief differences in manufacture wing the moulding by hand or the direct 
carving or modelling of ihe hlock from a mass of clay piste instead of using mechanical means 
for its pioduclion, and the special precautions required in order to prevent irregular shrinkage, 
twisting, or a hlotched appearance of the blocks. Tliese details are, however, outside the scope 
of the present work, and the reader who requires further information must consult an expert on the 
subject or read some of the works mentioned under the caption Literature on pp. 151, 199, and 225. 

Glazed terra-cotta must usually be made of a more refractory clay than that 
used for unglazed terra-cotta, as the only glazes applicable to the latter are seldom 
able to withstood the action of the British climate, especially the atmosphere in 
large towns with a manufacturing interest. Hence the general use of glazed terra¬ 
cotta made of fire-clay or covered witli a hard-fired glaze similar to that used for 
sanitary ware,* out of a less glossy character. 

For exterioCwork,'* Mfehly lustrous glaze would not be pleasant, so that the glazes actually used 
are p^rpo^y made deficient in fustble matter or fluxes, and in this way they produce a semi-opaque, 
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-dull, or even matt glare. The essential constituent of these glazes is felspathic material, 
fusibility of which is modified sp as to suit the requirements of the case by the addition of vari 
fluxes, such as whiting, or of opacifying and shrinkage correctives such as clay and flint. 

Hollow partition blocks are a form of architectural terra-cotta which has met wiih v 
extensive application during the past few years. They are chiefly used for the filling of wall spr 
in buildings of steel or concrete, and are economical in erection as well as possessing other advanta 
such as lightness combined with highly sound-proof properties. Such hollow partition blocks 
made by expressing the clay paste through a special die in a manner similar to the manufaci 
of sausjtge, the hollow portions being formed by cores inserted in the mouth-piece and the bio 
being cut to a suitable length. In order that the walls may lie sufficiently soft and tenacious 
nails to be driven into them, the clay is usually mixed with a considerable proportion of ! 
sawdust; this burns away ih the kiln, leaving a porous material which is very light and is admira 
suited for inside work. 

Flooring blocks of terra-cotta are extensively used in concrete construction. They clot 
resemble the hollow partition blocks just mention^, and are made in a similar manner. T 1 
shape varies greatly according to the ideas of the architect or engineer using them, some prefcri 
rectangular blocks whilst others prefer pipes of triangular or half-round section. As the terra-c< 
is buried in concrete its appearance is of small importance, and so long as it possesses the requi 
strength it is imm.atcrial of what clay it is made. In the majority of cases, however, such Hoot 
blocks are made of plastic red-burning cl.ay with or without the addition of sawdust. 
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FURNACE LININGS AND OTHER 
REFRACTORY MATERIALS 


By Alfred B. Searle 
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'/'he Journal of the Soiniy of Ehemual Industry^ The Bridsk Clayworkci\ The Bruk and 
Toltoiy ’J'radcE Journal^ The Journal of Gas IJyk/inys and the Gas Woild contain the 
most recent publications on refractory materials with abstracts from the chief foreign 
biMiks and journals. The '/'ranui<//on\ of the English and American Ceramic Societies 
also contain occasional papers on the subject. For further references Branner’s “ Biblio¬ 
graphy ” or Solon’s “ Ceramic Literature ” should be consulted. 

Raw Materials.—The essential characteristic of any refractory material is 
that it must withstand the action of high temperatures for as long a time as the pur¬ 
poses for which it is used may render necessary. 

Bricks are not considered to be fire-bricks if they begin to melt at a temperature 
lower than C. 

In practice, however, olhei considerations are also to be taken into account. Thus, a fire-brick 
may, of itself, l>e able to resist the highest temperature to which it is exposed, but it may be less 
valuable, for souk purposes, because it is unable to resist the cutting action of the furnace gases or 
slag like another fire-{)rick which is less resistant to a high temperature alone. For this reason 
many fire-bricks are in use at llic present time which are not distinguished for their remarkable re¬ 
fractoriness when healed in a clean atmosphere, but which do po.ssess an exceptional resistance to 
the actual conditions which prevail in the furnaces or other structures in which they are employed. 

One of the first considerations in selecting a fire-brick or other refractory article 
should therefore consist in ascertaining precisely what are the conditions under 
which the brick or ether article will be used, and the various forces to which it is 
desired it skill he resistant. 

Thus, a metallurgical furnace will usually involve the production of a considerable amount of 
slag of a liasic character, and this will rapidly attack any purely siliceous lining, but will have a 
far smaller action on a lining made of a highly aluminous clay. If the nature of the operation in-* 
volves the production of acid or neutral products, on the contrary, a more siliceous clay (which is 
cheaper), or even a comixiratively pure silica or ganistcr may be used. In the construction of flues 
and boiler settings, on the other hand, the chief difficulty is to find a material which will resist the 
cutting action ot the dust in the gases and the reducing action the gases themselves. For such 
purposes it is therefore more important to have a close-surfaced brick of a hard an<l strong nature 
rather than a soft and porous rurface made of a malefial somewhat more resistant to the action of 
heat alone. 

The selection of a refractory material must therefore depend on the purposes for which it is to be 
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used, and in cases of doubt it is wise to obtain expert advice upon the subject, or at least to inform 
the manufacturers of the bricks of the purposes for which they are intended. Thus, coke ovens and 
cement kilns arc lined with bricks rich in alumina, glass tanks are made of siliceous clays, and basic 
furnaces must be lined with basic bricks. 

The raw materials used in the manufacture of refractory goods such as fire-bricks, 
gas retorts, glass makers’ pots, furnace linings and crucibles, etc., must necessarily n 
possess a sufficient resistance to heat to enable them to be used for the desired 
purpose. It is, in fact, generally recognised that no material which shows distinct 
signs of fusing when heated to a temperature of 1,580° C. should be regarded as 
refractory, and should therefore be excluded }from the mixture of which refractory 
goods are made. The one exception to this’ is when the goods are made of non¬ 
plastic material and a binding agent is necessary to unite the particles together; 
this binding agent cannot as a rule be refractory, as its purpose is opposed to the 
properties possessed by refractory substances. The ideal binding agent is, however, 
one which is affected by heat until in a state when it binds the particles together, 
but after this it combines with the particles themselves in such a manner that the 
action of heat upon it is no longer observable. 

The basis of all refractory articles is either fire-clay, one of the various forms of 
relatively pure silica which occur in nature, or an infusible oxide such as alumina, 
lime, or magnesia. The fire-clays occur chiefly in the Coal Measures, in intimate 
association with the coal seams, but those in some districts, such as around Stour¬ 
bridge, in central Yorkshire and in the West of Scotland, are superior to most of 
the fire clays found in other localities. As already remarked, however, it is not 
necessarily the most infusible clays which are the most resistant under given tech¬ 
nical conditions. Fire-clays are distinguished by their relative freedom from lime, 
magnesia, potash, soda compounds and iron, though they usually contain small 
proportions of each of these substances. 

No direct connection has yet been found between the composition of a clay and its resistance to 
heat, but this may be due to the difliculties experienced in accurately measuring the effect of heat 
rather than to the absence of such relationship. Several investigators have found an approximate 
connection between the composition of the purer fire-clays and their softening temperatures, but the 
difficulty of ascertaining the temperature at which a fire-clay licgins to melt and the ease with which 
erroneous conclusions may be drawn on account of the complexity of the clays and their low con¬ 
ductivity of heat, prevent any accurate relationship being found at the present time. There is, in 
fact, considerable scojre for investigation of this relationship, hut the research would have to be 
taken up by men sufficiently well acquainted with the difficulties and peculiarities of the problem, or 
erroneous conclusions would almost certainly be drawn. For instance, it is commonly understood 
that clays do not possess a single melting jxiint, but fuse over a range of temperature, instead of 
sharply, as do sulistances of definite chemical composition. That this statement is incorrect is by 
no means impossible, notwithstanding its apparent agreement with experience, for if it be postulated 
that the conductivity of clay is so low that an abnormally long time is requirrf for the whole of the 
mass to attain to a given temperature, it will readily be understood that the apparent range of fusion 
is entirely due to the low conductivity of the clay. The abnormal behaviour of very small pieces of 
clay rather confirms this postulate, though the difficulty of avoiding irregularities in composition, 
when very small fragments are examined, increases the difficulty of drawing accurate conclusions. 

Whilst, therefore, the composition of a fire-clay as revealed by analysis will not 
necessarily indicate its refractoriness, it may be generally understood that all the 
more refractory clays do not contain more than 3 per cent, of basic oxides such 
as lime, magnesia, potash,' and soda (the last two being commonly considered 
together under the term alkalis). Iron compounds behave peculiarly in fire-clays 
but it is seldom that more than a per cent.—calculated as ferric oxide—is permis¬ 
sible, and a much smaller proportion is generally more desirable. 

In consequence of the small proportion of iron present (and that usually in the 
form of pyrites), fire-clays do not bum red as do most building bricks, but produce 
goods of a pale buff or cream colour, their appearance being often spoiled by small 
black spots due to the reaction of the ferrous sulphide, derived from the pyrites, on 
the clay. 

These spots are not produced unless the clay has been heated to a somewhat high temperature 
and some makers of fire-brttks therefore burn their goods at temperatures not exceeffing 1,200* C, 
users are, however, gradually realising that the bl^k spots which disfigure the surface of bricks 
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burned at higher temperatures are really an index of the temperatures reached in the kiln and ate 
thus, indirectly, a testimonial to the refractoriness of the bricks. Tliis is particularly noticeable in 
the case of the GlenWg bricks which are among the most heat-resisting bricks known. 

Instead of an analysis, it is preferable for the purchaser of fire-clays or refractory 
goods to have the results of the action of heat on the material; this usually takes 
the form of a statement as to the “ softening point ” (often, hut inaccurately, termed 
the “ fusing point ” or “ melting point ”). This is determined by making the material 
into the shape of a small pyramid whose height is about five times its base and 
heating it slowly in a suitable furnace. The temperature at which the apex of the 
pyramid bends over and touches the base is regarded as the softening point. 

To obtain the best results it is necessary to make the pyramid of a special shape and it is 
advisable, instead of measuring the temperature, to compare the behaviour of the sample with that 
of Seger cones and to report the softening point in terms of Seger cones. The Institute of Gas 
Engineers, in their official specification, adopt a .somewhat different definition, inasmuch as they 
regard the softening point as that at which the first signs of fusion can be observed in the sample, 
especially by a rounding of the edges. There is no very definite relationship between this and the 
bending just described, though the hatter usually occurs at a temperature about 6o° C. higher than 
the former with the purer fire-clays. 

Other tests, which reproduce the conditions likely to be experienced in actual 
use, are very important. Among these, arc the behaviour of the articles at 1,350“ C. 
when under a load, when rapidly cooled, when cut with an emery wheel, and when 
covered with slag and re-heated. 

Fire-clay bricks and similar articles are made by moulding a paste pre¬ 
pared by mixing the finely ground fire-clay with powdered calcined fire-clay and 
water. The grinding is accomplished in edge-runner mills similar to those used for 
building bricks (p. 204) and the mixing is usually effected in open mixers (p. 205) 
or even in pug mills (p. 207), the vertical pattern being generally preferred to the 
horizontal ones used for ordinary bricks. 

The calcined clay or grog is used to keep the shrinkage of the brick as low as possible, and also 
to give an open texture so that the fire-bricks will resist the disruptive action which sudden changes 
in temperature have on fine-textured masses. On the Continent, it is the custom to use a very 
large proportion of grog and only a small proportion of plastic clay, but the makers of refractory 
goods in Great Britain adopt the opposite procedure and claim that the Continental method is 
inapplica' le to British clays. Extensive investigations of both methods by some of the most 
eminent specialists in Germany have convinced the Continental makers that their method gives the 
Itest results, and lead to the conclusion that the opinion held by British manufacturers is due to lack 
of initiative rather than to the absence of .suitable clays in Great Britain. Attempts by several 
enthusiasts in this country to adopt what they thought were German methods (though in reality 
they were defective imitations) have made other manufacturers unwilling to investigate the matter 
on a sufficiently extensive scale (sec p. 234). 

Fire-bricks are moulded in wooden frames, the bottom of the mould being 
formed by the table on-»which the frame rests, and the method used is precisely 
similar to slop moulding (p. 206) as used in some localities for ordinary building 
bricks. 

The fire-bricks or blocks are dried on steam-heated floors in a similar manner to 
plastic made building bricks, but if the blocks are very large it is necessary to 
exercise unusual care in drying them. They are burned as described on p. 232. 

It is exceedingly difficult to make large numbers of blocks measuring more than 2 ft. x 2 ft. x 2 ft. 
and above this size the cost (largely due to risk and difficulty in manufacture) soon grows out of 
proportion to the size of the blocks produced. Large hollow blocks are somewhat easier to produce 
than solid ones, as they dry more uniformly and regularly and are less subject to cracking. , 

Gas retorts are “built up” around an internal core, which is lifted as the 
work proceeds. They are built vertically, and great care and skill are needed to 
join the fresh clay on to the old, as the construction of a single retort occupies 
several days, and each length of 2 ft. or so must be allowed to stiffen before the 
next portion can be added. 
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Glassmakers’ pots are made similarly to gas retorts and like them require 
several weeks to dry. The drying cannot be hurried without serious risk of 
damaging the goods by the internal strains induced by irregular drying, and many 
precautions have to be taken, jiarticularly during the earlier stages, to secure such 
large articles being dried uniformly. 

Con.sidcralilc improvement.s have been made in methods of drying retorts and glass pots during 
the past few years, but even with these the removal of the water is a slow and anxious process. 

Crucibles are made from a paste of similar composition to that used for fire¬ 
bricks, moulded in either hand-o|)erated moulds or in a press similar to that used 
for pottery. 

For many purposes the addition of ctirlion (in the form of etthe, coal dust, plumbago or graphite) 
is added to increase the thermal endurance of the crucible and also to prevent undue oxidation of 
the contents. 

The burning of fire clay goods must usually be cflccted at a much higher 
temperature than that necessary for common bricks or terra cotta. Some fire-bricks 
are burned at as low a temperature as i,i8o° C., but for all e.\ce|>t the lower grades 
of fire-bricks a higher temjterature is desirable. The precise temperature must 
depend partly on the clay and partly on the purpo.se for which the goods are to be 
used, the wisest plan being to heat the goods in the kilns to such a temperature 
so that they will not contract appreciably when in use. 

This mc.ans that the manufacturer mu.l usually heat the goods to a higher temperature than that 
they will experience when used. Unle.ss thi.s is done, tlie goods will shrink or contract, atid this will 
tend to loosen the bricks if used for a furnace lining or to cau.se cracks in a gla.ss pot, retort, or other 
large vessel. 

The kilns employed for refractory goods are usually single kilns of the hori¬ 
zontal (“Newcastle”) or down-draught type (pp. 215-222), as these (termit of the 
very high tem[)eratures being attained with comitarative ease. 

At the same time, the use of single kilns from which the hot gttses escape to the chimney at a 
temperature of 1,100“ C. or above are, obviously, far from economical in fuel, aud cliamber kilns 
on the continuous principle devised by Hoffman (p. 218) are being increasingly used in the laiger 
works, as they save half or even lhree-(]uartets of the fuel retiutrtd by the single kilns. 


Silica bricks are made of ganister or other convenient form of silica rock or 
sand; the method of manufacture is, however, quite diflerent from that used in 
making bricks of fire-clay. The material is crushed to powder (unless it occurs 
in the form of a sand, as in some parts of Wales), and is then mixed with a small 
quantity of milk of lime, the quantity added being such as to introduce not more 
than 2 per cent, additional lime into the bricks. The silica, lime, and water are 
mixed together in a tempering mill, which resembles a mortar mill, but is more 
strongly constructed, and by this means a sandy paste is produced. This paste is 
almost devoid of plasticity, and requires to be handled with some skill by the men 
engaged in moulding the bricks. 

• The bricks are moulded by hand, in wooden moulds, or in metal ones, the 
material by com]jressing by means of a small plunger operated by a foot-treadle. 

Many attempts have been made to utilise mechanical presses in the production of fire-bricks 
(both of silica and fire-clay), but many such bricks are inferior to those made by hand.' The greater 
pressure exercised by the machine gives the bricks a denser surface, and makes them liable to shell 
or spall when exposed to varying temperatures. It is highly important that fire-bricks should have 
as open a texture as the rmndilions to which they are exposed will permit, and this is almost 
•impossible when mechanical power-driven presses arc used. In the case of silica bricks the 
throwing of the material into the moulds (as practised with fire-clay) is not sufficient to form a 
consolidated mass, but the pressure given to it must on no account be more than is sufficient to fill 
the mould uniformly. 


' Mechanically pressed jjre-bricks are very accurate and strong, so that they are excellent for 
purposes, where these properties rather than a superlative degree of refractoriness, are required. 
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Owing to the absence of plasticity, silica bricks may be dried quite rapidly on 
steam-heated floors (p. 212), or in a tunnel drier (p. 213), and are then placed in a 
kiln to be burned. The kilns used for this purpose are the same as those used for 
fire-clay (p. 232), but a considerably higher temperature is reached, silica bricks 
seldom being burned at a temperature below 1,400° C., and a temperature of 
1,500" C. being generally preferable. 

Silica Wricks do not contract in use ; on the contrary, they expand (owing, it is understood, to 
the convcision of the silica into tridyinite), and it is, therefore, necessary to heat them in the kilns 
for a sufficient time, and at a sufficiently high temperature to prevent any further appreciable 
amount of contraction occurring when the bricks are in use. The remarks made on p. 232 with 
regard to tlie finishing temperature of fire-clay bricks applies with equal force to those made of 
silica. 

During the burning, the lime added to the silica, together with any lime, magnesia, and 
“alkalis,” present in tlie material, combine witli the silica and form fusible silicates which bind 
the less fusible particles into a strong mass. If ganisler is used, the small proportion of bond it 
contains (about 10 per cent.) also aids in the binding of the refractory particles, and, in some cases, 
does away with the necessity of adding milk of lime. 

Only ceilain quartzites can be used for the manufacture of silica bricks: others split up too 
readily when heated. The j»hysical properties of suitable forms of quartzite are, therefore, more 
imjiortant than the results of a chemical analysis. 

Basic bricks are made by calcining magnesite to the point of incipient fusion, 
and mixing it with lightly calcined (or caustic) magnesia, forming it into bricks in 
a manner similar to that described for silica—but without using any lime— 
and burning in similar kilns and at a similar temperature. Dolomite bricks are 
cheaper, but not quite so refractory. 

Magnesia biicks are chiefly used in furnaces where the slags are .strongly basic, and would 
rapidly corrode linings made of silica or tirc-clay, as in the Thonuis (lilchrist process for 
steel-making. Bricks made of lime have been tried, hut are more difficult to produce, and more 
costly than those of magnesia; moreover, they aic more friable and less able to with.stand the 
treatment to which furnace linings are necessarily subjected. 

Neutral bricks are sometimes preferred to those which arc definitely basic 
(as magnesite bricks), or acid (as silica or fire-clay bricks). They are usually made 
of bauxite—a crude form of alumina which contains a considerable proportion of 
iron—or of chrome iron ore (chromite). The chromite bricks are made in a 
similar manner to silica bricks, various bonds being used instead of lime, and clay 
being the most generally successful. Bauxite bricks are made in a similar 
manner, but as the bauxite contains a large proportion of combined water it must 
be calcined before use. The calcined bauxite is then crushed to a rough powder, 
mixed with sufficient clay to bind it, and is then made into bricks by hand moulding 
(p. 206). The dried bticks are afterwards burned in kilns at a temperatuie 
dependant on that in the users’ furnaces, but seldom below 1,400° C. • 

Bricks made of zirconia anil of magnesium aluminate do not fu.se Mow 2,000° C., hut are 
very costly. Blocks made of coke and tar compressed in moulds, and burned hard in a kiln, are 
also used for some furnaces. If they could lie obtained at a sufficiently cheap rate, bricks of fused 
pure alumina would be almost ideal, and far superior to the best bricks now made. 

There is much difference of opinion as to the relative values of different 
refractory materials for furnace linings, but the scientific evidence available is 
exceedingly small. In some instances there is no choice. It is, of course, 
impossible to use a siliceous or even a fire-clay lining for furnaces employed in the 
Thomas & Gilchrist process of steel-making—but in many cases where a choice 
does exist it is almost impossible to say which material is the most suitable for 
the purpose. 

As a general rule, the best fire-clays are more resistant both to heat and to corrosion than are 
bricks made of silica, but silica bricks are often better than those made of inferior or “ second 
quality” fire-clay. Silica bricks are also more capable of resisibig pressure at a high temperature 
than are .some of the close-textured fire-clay bricks now on the market, and are therefore better 
adapted for some metallurgical furnaces. On the other band, fire-bricks of good quality and 
suitable texture will not spall or break up so readily as silica bricks when exposed to sudden changes 
in temperature. 
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Various attempts have been made to devise standards for fire bricks of different 
kinds, but none of these can be regarded as satisfactory, and for the present, at 
any rate, experience must be regarded as the best guide in the selection of 
refractory materials. 

It should l>e observed that what is quite suitable for one part of a furnace is not necessarily 
suited to another, and it is the practice among the better furnace builders to use different kinds of 
bricks in the various parts of the structure. Thus, the outside of many furnaces may usually be 
faced with good building bricks, which are more weather-resisting than fire-bricks, and the upper 
part of the furnace may lie built of a cheaper fire-brick than those used for the hearth or the parts 
which come into intimate contact with the hot metal or slags. In some cases the furnace is lined 
with dolomite and lar, or with ground ganistcr, rammed into position like concrete, this giving a more 
satisfactory result than a fire*biick lining, and one which can be more cheaply renewed or patched. 

Future Progress 

At the commencement of the war in 1914, British manufacturers of refractory 
materials were making slow progress and had only just begun to realise the 
extraordinary success obtained by the German manufacturers in similar materials. 
When the German supplies were cut off and tlie demand for refractory materials 
was increased very largely, the matter was taken up by the Ministry of Munitions 
and by numerous committees, with the result that manufacturers determined to act 
in greater unison than heretofore, and considerable progress was made within the 
next two years. 

In order that this progress may continue it is neces.sary that the manufacturers 
should be properly organised and that they should be provided with sufficient 
capital to enable them to carry out the necessary, yet highly complex, researches. 
The existence of many small firms with antiquated eijuipment limits the amount of 
progress which can be made in this branch of industry. 

The matter is fully discussed in a paper, “ Refractory Materials and the War,” 
published in the Journal of the Royal Society of Arts in 1915, and stilt more fully 
in “ Refractory Materials, their Manufacture and Use ” (see list of books on p. 229). 
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Glasses are bodies which have been cooled somewhat rapidly from a high 
temperature at which they existed in the molten state, so that on cooling they 
remain amorphous in form, and partake of the nature of “ solid fluids.” 

That is to say they behave in many respects like a fluid though apparently solid. For some 
purposes it is convenient to regard glasses as fluids of reraarkabl” high viscosity, so that they flew 
with extreme slowness and in many ways are indistinguishable from solids. The fact must not be 
overlooked that the glassy state Is purely physiral, and may have little relationship (if any) to the 
composition of the glasses, though commercially valuable glasses show striking analogies in 
composition. 
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Hence, the term glass is now largely confined to a group of silicates of well- 
known (ultimate) composition. 

Most of the glasses used in commerce are made by fusing silica (sand) with 
two bases, one of which is usually soda or potash, and the other lime, lead oxide 
or other oxide of a divalent metal. 

Much confusion of thought exists as to the chemical constitution of glasses by many people 
they are regarded as mixtures of various silicates, but there is much evioence in favour of regarding 
them as dennite chemical compounds. The chief reason they have not been regarded as definite 
compounds is the fact that few glasses show a composition in which the various elements are 
contained in strict stoichiometrical proportions, but even this objection is largely overcome if it is 
realised that the molecular weight of glasses may be exceedingly high. In the ordinary calculation 
of formula-, it is cu.storaary in inorganic compounds to reduce the mc’ccular pro|K)rtion.s of each 
element or oxide to the smallest possible numbers, and to round off any fractions so as to facilitate 
comparison. Thus, analyses of many glasses correspond with such simple formula.- as 

Na^O.CaO.eSiO.^, K/I.CaO.dSiOo, K20.rbO.6.SiO.j, etc., but the variations from the.se definite 
formula- become” less' if the molecular' weight be conceived as considerably greater than lho.se 
indicated by the formula. When the simplest conceivable formula- are used, the numlier of silica 
molecules varies lietween 2 and 6, and it is frequently diliirult to understand w , si> considerable 
a difference in the proportion of .silica should make so little diffeionce in the -properties of the 
various glasses. If, on the contrary, glasses are conceiverl as having a much iiighcr molecular 
weight (as, for instance, by assuming that there arc 36 molecules of silica in each iiMilccule of glass) 
many of the difficulties ordinarily experienced in the study of glasses disappear at i - e, the unsatis¬ 
factory “rounding off” of the variation between the .malytical figures and the one. corresfKinding 
to whole atoms is less important in its cftect on the result, anrl the general pliysic.ii properties ot 
the glasses can Ixi more readily predicted. Moreover, such a conception at tnce removes the 
glasses from their otherwise anomalous position in the classitication of silicates, and facilitates their 
further study. 

Those glasses which correspond in composition to definite chemical compounds 
are known technically as normal glasses, but it was for a long time thought 
that no truly normal glasses could exist, hut that they would rapidly crystallise 
(i.e., devitrify), and lose their characteristic properties. Later investigations, 
including those by Hovestadt, Zulkowski, and Fischer, have shown that many 
truly normal glasses can be prepared, if only the molecular weight is sufficiently 
high, and that these normal glasses have numerous advantages over those of 
merely approximately normal composition. Numerous normal glasses of the 
following compositions have been prepared, and have proved quite permanent 
and satisfactory 

SNa^O. yCaO.368102 
SK.. 0 . 7 Ca 0 .36810.2 
5K2'0.7Pb0.36Si02 

6K2<I.2Pb( ).2Zn0.2Ba0.36810.2 
3Na20.3 Ka 0 .3 f’bO. 3CaO. 36810., 

3Na.20.3K20.61'b0.36S10.2 

It is important to observe that Benrath, so long ago as 1875, showed that most 
useful glasses (other than optical ones) are included between the limits— 

Na20.Ca0.68102 and 5Na20.7Ca0.36S10.2. - 

It is a matter of general experience that the simpler the composition and the 
smaller the number of atoms in the molecule, the more readily will the substance 
crystallise. This is equally true of the silicates, and is a further proof that the 
number of atoms in each molecule of glass must be much larger than is commonly 
supposed by those who represent the composition of glasses by the smallest 
possible number of atoms.* 

One of the moit frullful theories yet proposed in relation to the chemical consdlution of glas.ses 
is that of W. and D. Asch, who suggest that glasses are complex silicic acids or tne corresponding 


' As substances of low molecular weight crystallise readily whilst those of high molecular weight 
are difficult to olitain in a crystalline form, it is obvious that the properties desired in glasses will 
be obtained much more completely in a compound of very high molecular weight than in one 
of simple constitution. -This is particularly the case with the defect known as “ devitrification,”! 
in which a simplification of structnre occurs and cry.stals are produced. 
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salts with 34, 36 or more silicon atoms in the molecule. For the primary acid with 36 silicon 
atoms in the molecule they suggest the formula— 
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In this formula the irosilions marked with a + are either direct tends tetween the silicon 
rincs' or are those to which dibasic and sestiutoxide-fotmrng elements may be attached. 
forLrIa the maximum number .,f Oil groups is shown, [mt a ser.es of acids with fewer OH 
groups is also theoretically possible, and the 11 atoms in the Oil groups can he replaced either 
in part or completely by sodium, potassium, calcium, magnesium, and various other metals. As 
these replacements occur exclusively outside the hcxite rings formed by the silicon atoms, Ite 
formula ma> be simplified and its possil)ilities studied more readily by representing each group 

by the symlwl 1 Si , which reduces the formula to— 

(Oil)., (OH).j (OH), 

Jv /0\ /k kk 

Si : Si Si i 


(OH),=i^^< >1 





■ There ^nnotte direct lam Is teteeenjiteon atom^^ 

jrhyd°^.:n whenSances^’containin’g them are treated with caustic potash, and glasses do not 
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This may be still further simplified by omitting the hydroxyl groups but leaving the “bonds,” 
and representing the complex group SijoOjg (which includes all the hexite rings and the connecting 
oxygen atoms) by 



which, if fully hydrated, corresponds to the formula 141120. 368100. 

Using this diagram, the formula of a typical soda-lime glass is represented by 


which corresponds to 


(011)2 OCaO (011)2 


(ONa)„=;/ 
OCaO: 


■=-(0Na)2 

OCaO 



OCaO OCaO 


(0Na)2 

2H20.5Na.p. yCaO. 36SiOo.' 


It is clear that many isomers of this substance are theoretically possible, and the precise 
arrangement of the various calcium, sodium, and hydrogen atoms must determine the properties 
of the glass, these properties being deducible from such formula;, and confirmed by those actually 
found in the glass itself. For instance, it is clear that in the above formula some of the calcium 
atoms must behave differently from the others, and the same remark applies to the sodium atoms. 

These formuke also show why a good glass cannot consist of sodium and potassium as the sole 
metals, and that a monovalent and a divalent metal are both necessary. 

Some of the silica rings can also be replaced by analogous ones of boracic, phosphoric, stannic, 
and other acids and their anhydrides, and various silica groups can be replaced by the anhydrides 
of stannic, titanic, zirconic and anair^ous acids. In this way a number of glasses of special 
properties may be produced, many of them being particularly valuable for optical purposes. 

A considerable amount of further research is necessary before the precise positions of some of 
the various metallic atoms can l)e settled. This research must necessarily follow in directions 
analogous to those used with such conspicuous success in the study of the constitution of the 
benzene derivatives and other aromatic carbon compounds. 

The positions marked with a + in the foregoing formulsK are highly important inasmuch as acid 
groups and metallic oxides (either in the OttS or ic form) can enter the molecule there with remark* 
able effects on the properties of the glass, particularly as regards its colour and the action of light 
upon it. Titese positions are, in fact, the ones to which coloured glasses owe their special properues 
(see p. 268). 


behave in this manner. Geoffrey Martin has shown experimentally that precifntated silica, when 
dehydrated, has a cyclic formula corresponding to— 
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The action of heat during the clarification of the glass may cause the separation of the H ,0 
groups here shownthe fibnds thus set free unite with and satisfy each other, leaving the formula 
SN^O. yCaO. 36810,. 
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If alumina is introduced into a glass mixture; 
a +, as in the formulae:— 
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These are isomeric variations of the formula corresponding to the composition of “ Best Thuringian 
Glass ” the three foregoing formulae Itcing coi.sidered by \V. and D. Asch to show the three isomers 
formed by Schott by keeping “ Best Thuringian Glass” for two years, by heating it to C. and 
by heating it to the softening point and re-annealing it. It is probable that on beating to the 
softening point, the compound A b formed, as the symmetrical distribution of the metallic atoms in 
it would ficcount for its better quality and greater stability than compounds B and C. 

It is here assumed that on storing or heating, the alkali groups alone change places and that the 
dibasic and alumina ones are more strongly bound. That there is some truth in this assumption is ■ 
shown by the researches on the depression point of thermometers made of various gbssses by Schott 
and others, indicating a change in the nature of the glass when stored or repeatedly heated and 
coolei In particular, Schott found that glasses containing potassium but no sodium showed little 
or no depression, and the absence of depression in glasses whic' contain sodium but no potassium. 
According to the formuloe given above, such glasses dc^not permit the alkali groups to replace each 
other, as would be possible if botli sodium and potassium atoms were present, and the changes in 
the nature of the glass are thereby prevented. . , •. . • . .v 

The effect of alumina on glass has been shown by Schott to increase the facility with which the 
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glass can be worked in the blowpipe. Seger also studied the effect of alumina very thoroughly and 
found that it increases the fusibility, makes the glass easier to work, and greatly reduces the tendency 
to devitrify or crystallise. Many manu&cturers have also found that the presence of a small 
proportion of alumina greatly improves the working power of the glass. It has hitherto been 
difhcuU to explain salishclorily how so small a proportion of alumina (seldom more than 3 or 4 per 
cent.) could make so much difference. Various theoiies of catalytic action, etc., have been proposed, 
but the position of the two aluminium atoms in the foregoing formula; explain the effect of the 
alumina on the glass far more simply and s.alisfactorily than any previously imblished theories; it 
binds the silicon rings together in a firmer manner than when no alumina or corresponding 
sesquioxide is present. . . , 

The use of these formuUe also explains the curiously anomalous behaviour of alumina in glass. 
All the earlier writers on glas.s manufacture protested strongly against the use of alumina as making 
glass more difficult to fuse and increasing its tendency to devitrification. Later writers have 
expressed a different opinion, and Scholl’s experiments have shown that some alumina in a glass 
greatly increases its working properties an.I gives it special facilities for lieing worked in a blowpipe. 
The fact is that if the alumina present is sufficient to occupy the positions marked with a + in the 
foregoing formul.e, the presence of it will be advantageous, but if it is otherwise combined it will 
facilitate the formation of alumino silicates, and these are of an entirely different character to glass 
and have a much stronger power of crystallisation, as well as a higher fusing point. With very 
small proportions of alumina the -I positions are occupied by this oxide, but with larger propor¬ 
tions other substances of an undesirable character are formed. The maximum proportion of alumina 
permissible can Ire calculated from the formula of the glass; experimentally, it is found to Ire less 
than 10 per cent, of the weight of the sand used. 

These forrouke also explain why glasses containinga small proportion of alumina are less attacked 
by chemical reagents than are alumina-free glasses. The form in which the alumiira is added to the 
glass-mix is important; clays are unsuitable, the best form being felspar or sands containing 
felspathic matter. Pure alumina may also Ire used, if desired, but is more costly. 

The well-known fact that glass is attacked by pure water more strongly than by acids, and more 
by weak acids than by strong ones, may be explained by the use of the foregoing formulae. It is 
probable that water alone causes primary alkali to he sepirated from the molecule, and this free 
alkali then reacts on the molecule and removes some of the silica, forming one or more live-atom 
rings or pentites, this reaction having been frequently observed by W. and I). Asch in other complex 
silicates. With strong acids, on the contrary, the alkali is immediately neutralised, and the 
secondary action is prevented. 

The cause of the deTitrification or crystallisation of glasses has long been a subject of investiga¬ 
tion and theorising, but without much satisfaction. Gnigei examined the devitrified glasses produced 
at a large Austrian works very thoroughly and found th.at the chemical comjiosition ol the amorphous 
and crystalline portions were identical. Other investigators have also pioved experimentally that 
the theory, which was at one time very popular, that the crystalline portion was more siliceous than 
the original glass, is untenable, and that no change in compisition (as repicscntcd by analysis) occurs 
on devitrification. At the same time the physical properties of the two portions differ greatly j the 
crystalline portion is less fusible and more .soluble in acid than the original glass. The use of the 
foregoing or analogous formula; enables the cause of devitrification to lie explained in accordance 
with all the experimental evidence available, as the formation of a stable coniixiund from an unstable 
one by the loss of a simple constituent, such as wollastonite (calcium .silicate) and not as a mere 
rearrangement of the atoms within the molecule as suggested by Pelouzc and others. 

That an almost endless series of glasse.s of similar composition may exist is shown by the enormous 
number of possible isomers deducible from the formula; previously given. The series may be further 
increased by the replacement of one or more of the silicon rings by a similar ring composed of boron 
atoms or by the existence of rings containing only five instead of six silicon or boron atoms. 




(fiRaO-ysIUTi’fiSiO.^)... 


•In addition to this, the fact that the materials used in the manufacture of glass are seldom quite 
pure, and therefore introduce other elen.ents into the glass, still further complicates the composition 
of the'material finally produced, and lends much colour to the belief generally held that glasses are 
mixtures and not definite chemical compounds. A fliorough study of the whole of the available 
experimental evidence appears to indicate that most, if not all, glasses consist essentially of definite 
compounds of consideiable complexity, and that the influence of the so-called impurities in the raw 
materials is only to increa^ the complexity of the ultimate comixiund so far as they are not removed 
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durint' the manufacture of the glass or separate from it on prolonged storage, simultaneously 
causing devitrification. At the same time, the manner in which many commercial glasses are made, 
and the imperfect way in which most of the published analyses have been carried out, render it 
exceedingly difiicult to calculate the precise formulce to which the glasses really coirespond. The 
impossibility, at present, of separating the chief substance of definite chemical composition from the 
others present in an ordinary glass of good quality still further increases the difficulty of deciding 
how far glasses arc definite chemical compounds with other sul>stances included in them in small 
proportions and how far they are complex mixtures of simple silicates. This has led to glasses 
being regarded as mixtures or “.solid solutions.”^ 

The ordinary “mixture” or “solid solution” theory is based on three chief arguments:— 
(i) That mixtures of definite silicates melt below the mean meUing point of the several silicates 
used, and sometimes below the melting point of any one of them. In reality, however, a lower 
melting point may equally well indicate the formation of a fresh compound. (2) The separation 
from a siliceous melt of various crystals at different temperatures. Docller has, however, expressly 
warned investigators against the fallacy of applying this method (0 silicates, as the prolonged action 
of heat necessary to secure the requisite (quantity of crystals effects serious changes in the constitution 
of the material, and permits reactions to proceed which are unrecognised unless specially sought. 
Besides, the formation of crystals at a certain temperature is, of itself, no guarantee that the 
compound forming the crystals was actually present in the fused mass; it was more probably produced 
by secondary reactions during the time required for the material to reach the given temperature. (3) 
The electrical conductivity of a glass decreases uniformly with the temperature, there being no 
break between the fluid and solid stale as is the case when crystals are formed. This fact merely 
shows, however, th.it no separation of crystals occurs under the conditions of the experiment, and 
cannot be regardeil as showing the absence of a definite compound as the preponderating constituent 
of the glass. 

Recent inve.stigations have sliown that when glass is warmed to 300" C. and 
subjected to a current of electricity, it becomes electrolytically dissociated into its 
respective electrons. Glass is so poor a conductor that the amount of dissociation 
is very small, though it is quite perceptible when mercury electrodes are used, 
sodium amalgam being formed at the cathode. The composition of the anode-ions 
has not been ascertained; but it has been proved that no gas is evolved at the 
anode, so that the most probable result of the electrodes is merely to remove some 
of the sodium leaving a more refractory glass. On heating the electrolysed glass 
in vacuo to its softening point it becomes turbid and an evolution of oxygen occurs 
equivalent to about one molecule of gas to three molecules of sodium at the 
cathode. If glasses arc solid solutions a far larger proportion of oxygen should be 
evolved. 

When j* glass U healed, it passes through all degrees of viscosity until it becomes quite mobile, 
there being sharply defined temperature at which it changes definitely from solid to liquid. 
Even at temperatures at which they appear to be solid, glasses are deformed gradually under severe 
stres.ses, though under .a sudden stress they act as brittle solids. Parker and Dalliday have found 
that the rate of deformation under constant stress is an exponential function of the temperature, the 
equation repre enting it c<miaining an expression which varies with the composition of the glas.s. 
This absence of a well-defined meUing point merely indicates that the constituents of glass have been 
under-cooled ; it does not necessarily show that glass contains more than one essential constituent 
as the supporters of the “ mixture” theory suggest. Phenol and many fused organic compounds 
of known constitution behave like glass if cooled too rapidly for ciy’stallisation to occur, or in the 
presence of small proportions of impurity, yet it is never suggested that such compounds are 
“mixtures” or “solid solutions.” 

If the whole of the evidence is examined im|M.rtiaUy, it will be seen that the “mixture” or 
“ solid solution ” iheone.s only explain a very small proportion of the facts observed with regard to 
the constitution of glasses, and that they hinder rather than help the further progress of investigation 
of these substances. The theory that they consist essentially of definite chemical compounds, 
usually with an indefinite proportion of impurities and possibly of secondary compounds, on the 
contrary, permit* a number of prognoses to be made which are fulfilled by the results of experiments 
based upon them, and this theory also enables a considerable number of the properties of various 
glasses to be c\plamed in a more satisfactory manner than hitherto. It is not claimed that a// 
commercial glasses are completely composed of a single compound in each case, though such ,a 
statement applies to most of the better qualities of the glasses now in use. In comparing the 
analyses of glasses with the theoretically possible formulae deducible from them, it is important to 
bear in mind the extreme complexity of the compounds known as glasses, and the influence of 
included impurities in many of the lower grades. This fact, cr ipled with the enormous number 
of possible compounds of similar but not identical composition, has been the chief difficulty in the 
way of recognising the definite nature of glasses as distinct chemical compounds, and has given rise 
to the erroneous, but generally-held, view that they are mixtures of various simpler compounds. 

The following are the average analyses of a number of typical glasses 
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At first sight these analyses do not appear to indicate very definite compounds, but a careful 
calculation of the formulie will show that (allowing for included impurities) the majority of them 
correspond fairly closely with one of the following iormulm:— 

(tR/). i RO. 36 h( j-SiOj +^11203) 
rR20.(fl<0.30;i(jfSi021^8203) 

(where « indicates unity or any multiple of the numbers 30 or j6 res|)ectively). 

It is interesting to compare these analyses with the formulae given on pp. 237-239. It is also 
well to hear in mind that the presence of a small projmrtion of impurity will often prevent a 
substance from crystallising: this well-known fact is largely used in glass manufacture, and the 
strict adherence to the proportions of raw materials likely to produce glass of completely “ normal ” 
composition is, therefore, avoided by many glass-makers. This does not alter the fact that glasses 
are definite chemical compounds, though it does make a study of glass analyses more difficult than 
would otherwise be the ca.se. 


From the formula; shown above and on previous pages it follows that the 
proportions of the various ingredients used in the manufacture of glasses must be 
confined within somewhat definite limits, and experience has shown this to be the 
case. Thus glasses containing more than 80 per cent, of silica are of no commercial 
value, as they are very difficult to fuse and devitrify readily; the successful produc¬ 
tion of articles from a fused mass of almost pure silica suggests, however, that a 
more extended research on these highly siliceous glasses will show that the devitri¬ 
fication is largely due to the use of an excess of metallic oxide rather than the 
impossibility of producing glasses with more than the percentage of silica just 
mentioned. That certain proportions of metallic oxide and silica will produce an 
unstable glass which readily devitrifies into a stable crystalline compound and a 
stable amorphous glass is readily prognosticated from the formulae mentioned, but 
this can occur with any proportion of silica and is not confined to those glasses in 
which the [iroportion of silica is unusually high. Experience has shown that the 
composition of the mixtures used for glass-making must be accurate within narrow 
limits, though the results of analyses of the finished glass do not correspond to the 
proportions of the raw materials used, it being almost impossible to make due 
allowance for the removal of scum, the action of the glass on the pots or furnace 
and the losses which occur through volatilisation. This last will usually amount to 
about 6 per cent, of the alkali used, apart from the more readily recognised volatile 
constituents. 

It is now generally atlniitterl that the following molecular ratios express the limits between which 
most com.nercially useful glas.scs fall:— 


; White glass for table ware 
I Bohemian crystal glass - 
I Plate glass - 
I Flint glass - 
I Bottle glass - 


Alkali (lU)). 

Lime, Lead, 
etc. (KO). 

1 

Silica (Si02). | 

; 

5-9 

6 

30-60 1 

Under 12 

6 

30-90 i 

4-6 

6 

24-36 


2-6 


I 6 i 

(Limits very variable.*) 


20-36 


The properties of glasses are greatly influenced by the treatment they receive 
during various stages of manufacture and in the subsequent storage. If cooled too 
rapidly, glass becomes brittle and liable to fall to powder of its own accord on 
account of the internal strains to which it is subject. 

This is well shown by the Irehaviour of Rupert’s drops which consist of dr,>ps of glass which 
are cooled very rapidly by allowing the molten glass to drop slowly into water. The interior of the 
mass is in a state ol intense strain owing to its dilation having been prevented by the more rapidly 
cooled outer layer. Hence the breaking off of even a minute portion of the drop will cause the 
remainder of the material to fall to powder with almost exjdosive violence. 


' The recOTnised limits for champagne bottles (see p. 242) correspond to o-fiRjO, 12-18RO, 
1-6R2O3, SfiSiOs! Glass for common bottles is not so rich in lime, and the usual limits for it 
correspond to C-6R2O, 6-18RO, i-3Ra03, 3fiSi02. 
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Some glasses crystallise when cooled very rapidly. If, on the contrary, glass is 
cooled too slowly it may devitrify. 

This is particularly noticeable if the glass is maintained for a long time at a temiwriiture just 
below its soltening point; it will then crystallise out in small needles which W''). 
the microscope to consist largely, if not entirely, of wollastonite ’ (CaSiO„), the rpidual glass •'aving 
a compositiordependent on that of the original mixture and on the duration and temperature of the 
heating of the glL. A refusion of the mixture, followed by a normal annealing, will usually effect 
the reformation of the original glass (see p. 240 and “ambitty lielow). 

Hot glass is so viscouS that it may be. rolled like dough ; it may be blown into 
hollow vessels by the pressure of the human breath or by mechanically compressed 
air • it may be moulded into various shapes by placing it in an iron mould and 
blowing into the glassy mass so that it expands and occupies the whole of the 
mould (this operation of shaping by means of moulds is technically known as 
pressing: it may be effected by means of a plunger where solid articles are desired). 
Hot glass is also so ductile that it can be drawn out into extremely fine threads of 
a beautiful silky lustre and capable of being woven into a fabric. I hese extrernely 
fine filaments are known as spun glass. If the mass of glass is hollow before 
being drawn, tubes or pipes will be produced; these are used for a variety of 
purposes, particularly in chemical laboratories. 

The working power of glass depends on its tendency to crystallise, its viscosity, temperature 
curve and its surface tension. The most satisfactory glasses remain -pasty over a long range of 
temnerature, lead-glasses being .superior to lime-glasses in this respect. _ 

According to A-sch’s theory the working power of glass is dependent on the groups occupying 
the positions^ marked with a -I sign in the formulie already given, li depends to some extent 
on tte number of the silica groups in the molecule. Thus a well-known Liighsh crystal glass 
corresponds very closely to the formula ■i2.5KaO.I2.5l’bO.Al203.(36Si0.j);, and a Khcni.sh 
cryslaf glass of even greater popularity corresponds to 2oK.p.22PbO. AU k,. (36biO.,)i. Both these 
gtees Le noted for their remarkable working powers ils compared with the normal crysl.al glass 
( 6 K„ 0 . 61 ’b 0 . 36 Si 0 .,), and it appears highly probable that their superiority is due to the grrater 
complexity of their iiiolecular construction as well as to the alumina occupying the peculiar pos'tton 
it does. The well-known properties of lead, barium, and certain other diva.ent metals of high 
molecular weight, in increasing the refractive index of glasses containing them, and the g'^atly 
admired metallic “ring,” are apparently due to the complexity of the molecule of the glass 
which these elements arc ahle to produce. 

Homogeneity is an essential characteristic of all good glass. It is exceedingly 
difficult to secure, particularly in furnaces ananged to give a continuous supply of 
glass though much may be done by carefully adjusting the sues of the melting pots 
or tanks and by heating the glass to a sufficiently high temperature. 

A prominent characteristic of glass is its transparency, though this differs 
greatly with different specimens, some being purposely rendered opaque by the 
addition of infusible matter, whilst others are opaque to certain rays of light. 
Most ordinary glass is opaque to ultra-violet and infra-red rays; especially if it is 
rich in lead. Other glasses are now made which are transparent to particular parts 
of the spectrum, and to X and other definite rays. It is well known that the 
transparency or opacity of such glasses depends upon their composition. The 
optical properties of glass are largely due to its transparency, but are more con¬ 
veniently considered separately (p. 263). 

The effect of prolonged healing on glass is to tend lo make certain compounds crysiallise out. 
This fact is used technically in the production of a semi-opaque glass known as ambitty, which 
consists of ordinary glass permeated with micro-crystollme matter m such a manner as to deprive 
the mass of its normal transparency, and to render it semi-opaque. 

The density or specific gravity of glass varies with the molecular weight of the 
•constituents, and ranges from 2.25 for the lightest borate glasses to 6.3 for the 
specially dense lead-barium glasses. Ordinary glass has a specific gravity of 2.43 
to 3.06, and does not vary appreciably with the composition, so long as lead 
and^bar’ium are not amqng its constituents. 

that this simple silicate is present in the molten glass is not Well founded. It 

4 1... ai._Uj.nf*«er af a tpmnprAinrft. 


1 The sueirestfon inai ims simpic is.vav.sv ... »- 

is moBt .proUWy formed by the prolonged heating at a moderate temperature. 
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On heating, the specific gravity is reduced, but the expansion of glass is very 
irregular and varies greatly with diflerent types of glasses. 

For soda-lime glasses ihe mean coefficient of expansion lies between 0.CX30023 and 0.000027 
per i” C. The expiinsion of gla‘s becomes important in the manufacture of thermometers and 
some other scientific apparatus, and also in the manufiteture of lenses and other articles in which 
two different glasses arc fused together. It is even mote important in the manufiteture of flashed 
window glass, enamelled glass, and in those cases [e.j;., electric lamps) where metal is fastened to 
glass. Various methods of reducing the irregularity of expansion are now used in the manufacture 
of scientific apparatus, but a ilescription of these is beyond the scope of the present article. 

tilass of low expansion is very viscous, and if boric oxide is used to overcome 
this, it tends to make the glass soluble in water. 

The strength of glass has seldom been tested, and the puhli.shed figures relate 
exclusively to special and little known glasses. The brittleness of the material, and 
the changes induced by prolonged pressure, make any figures misleading. 

The thermal endurance, or resistance to sudden changes of temperature or 
to |)rolonged heating, possessed by glas.ses appears to depend partly on their com- 
[losition and partly on the treatment they have received. 

Readily fusible glasses are the most sensitive, and the nearer a glass approaches the composition 
of pure silica Ihe more readily will it endure thermal treatment. In this resiwt, glasses resemble 
the moie refractory clays and siliceous rocks, though tbc endurance of the latter is much greater 
than that of glas.s. 

The mean specific heat of glass is 0.177 from o°-ioo° C, and o.tgo from o°- 

300" C. 

Glass is a particularly liad conductor of heat, and therefore requires a considerable time for it to 
become heated uniformly. This is one cause of it cracking: it is so difficult to secure a uniform 
distiibution of the heat unless the glass is exceedingly thin. 

The melting point of glasses varies with their composition, but their con¬ 
ductivity is so low that it is difficult to obtain a sharp melting point, and this 
difficulty is increased by the presence of impurities and by the atomic changes 
glasses undergo on (trolongcd heating at a temperature near to their melting point. 

For most commercial purposes, glasses must melt between 1,300° and 1,500“ C., but they must 
remain prsty or viscous at temperatures far below this in order that they may be worked con¬ 
veniently info the articles it is desired to produce. Where cheapness is the chief consideration, a 
readily fusible glass is preferred, but such glasses lack the permanency of those of a more refractory 
character, and tend to devitrify and to be unduly corroded by water and other fluids. The most 
infusible glass' is pure silica which can only be fused in the oxy-hydrogen blowpipe flame, or in an 
electric lurnace at a temperature of i,8oo''-2,ooo° C., though it becomes soft and viscous at 1,600“ C, 

Glasses which contain both soda and potash are more readily fusible than those which contain 
only one of these oxides. 

The hardness of glass depends partly on its composition and partly on the 
rate at which it has been cooled. Generally speaking, the higher the proportion of 
silica, lime, and alumina the harder will be the glass, but glasses rich in lead and 
soda or potash are frequently soft. Curiously enough, the soda glasses are usually 
harder than the putash ongs. All glasses which have been cooled rapidly are 
covered with a film of harder material than the interior, but this is accompanied by 
such severe strains in the glass as to make the latter almost useless. 

These strains may be avnided, as suggested by Schott', who surrounds the gla.ss with another of 
less expansibility, so that both the exterior and the interior glasses are hardened. Another method, 
much in use at present, consists in placing the glass between two metal plates, .so as to secure 4 
rapid and uniform loss of heal from every part of the surface and to prevent the edges cooling first. 
Copper sheets give the hardest glass, iron sheets being inferior for this purpose. 

In 1874 M. de la Baslie published a method of hardening glass which has not, however, become 


* Some authorities object to fused quarts being regarded as a glass, and it is therefore treated 
separately on p. 270. 
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popular. It consisted in immersing the hot glass in oil at a temperature of 300’ C., and then 
allowing it to cool very slowly to the ordinary temperature. Such glass can be dropped without 
breaking and is capable of standing very sudden changes in temperature. Its weakness lies in its 
unreliability, for if the smallest particle of glass is removed from the surface, as by a minute scratch, 
the internal forces in the glass arc set free and it falls to pieces v^ith explosive violence {rf. 
Rupert^s drops, p. 243). Such glass cannot be cut or ground. 

Brittleness is a defect in many glasses; it can only be avoided by cooling 
them extremely slowly, t.e., by very skilful and careful annealing. 

If the cooling is too slow, however, the glass will be liable to deviirify (p. 240). 

The Chemical Properties of Glass.— A most important feature of the 
technically valuable glasses is their inertness and resistance to chemical action. At 
the same time, no glass is completely resistant, the actual decomposition taking 
place depending on the reagent to which the glass is exposed, the composition of 
the glass, and whether it is in a state of powder or a polished surface is alone 
exposed. 

In this connection, some very unexpected results may be obtained ; thus, as previously mentioned, 
gla^ is mure resistant to strong acids than to weak ones, and more resistant to weak acids than to 
water (p. 240). Cllasses with a large proportion of soda or potasli (some aulhoiilies say 15 per cent.) 
are unsuitable for chemical purposes on account of the ease with which they are attacked. Many 
excellent optical glasses suffer somewhat from the ease with which they are decomposed by moisture 
condensing on them, lloro-silicate crown glasses are the most resistant to chemical action, and are 
therefore of special value for laboratory ware. Superheated w.itcr has a powerful action on all 
glasse.s, decomposing most of them to such an extent that all the contained alkali is removed, and 
leaves a calcium or lead hydro-silicate. It is difhcult to understand the behaviour of superheated 
water if the ordinary theory that glass is a mixture of simple silicates is maintained. If, on the other 
hand, gla.sses are ring compounds similar to those for which formuUe are given on p. 238, the action 
of water is readily explained. The sodium and potassium groups are replaced by hydroxyl ones, 
but the calcium groups, being more hrmly bound to the molecule, are not attacked. 


Strong acids have little or no appreciable action on most glasses, though 
some optical and other glasses rich in alkali are readily attacked. The only excep¬ 
tion to this is hydrofluoric acid, which unites with the silica to form a volatile silicon 
fluoride, and brings about a complete decomposition of any glass. Highly basic 
glasses are less attacked by dilute acids than glasses richer in silica; this is only 
true, however, if the basicity of the glass is due to oxides of the RO type, and not to 
those of the RjO group. 

Alkaline solutions attack some glasses more energetically than water or acids, 
as they displace some of the weaker bases, and break up the glass molecule into 
simpler silicates. 

Atmospheric influences have an important cflect on window and other 
glasses unless special care is taken to produce a sufficiently resistant material. The 
most potent factor is the action of condensed moisture on the glass, but the use of 
soaps containing alkali for cleaning the glass is also important in eflecting its 
deterioration. 

The precise influence of the atmosphere on a given glass is very difficult to determine. It is 
usually tested, as suggested by Mylius,* by exposing a carefully cleaned sample of the glass toihe 
action of water for a definite period, and then treating it with an ethereal solution of lodo-eosin. 
The intensity of the red deposit produced by the alkali set free is dissolved in water, and the colour 
of the solution is compared with that produced by the use of known quantities of alkali. Another 
method consists in deteimining the loss of weight suffered by the glass when treated with water or 
with N/i, acid, and affords another indirect means of determining the resistance of the glass. Mylius 
and Forster found that 20 g. of glass powder, from which the finest particles had bwn removed, when 
boiled with 70 c.c. water for'five hours lost the following weights:— 


7 .iili 4 f. atmrg. Chemie, 1910, 67, 200. 
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6Na20.6Ca0.36Si08 . , . . . 

9No80.3Ca0.36Si02 ..... 

io.5Na20.i.5Ca0.36Si02 • • 

6Nag0.6Ca0.3oSi0.2 (Rbenish window glass) 
5Na20.o.5K2t).8Ca().3.5Mg0.34Si02 (green window glass) 
o.5Na30.3.5K20.3Ca().34SiC)2 (Bohemian chevalier glass) 
4NaoO.K20.Ca0.34Si02 (dcfcclive Thuringian glass) 
hKaO.dl’hO.368102 (lead glass from Ehrenfeld) 
7Na80.4Ca0.3/n0.36(Si0o + B20:{) (Jena thermometer glass) 


7.4 mg. 
42.4 „ 
507-6 „ 
8.4 ,, 
6-5 „ 


10.1 
91.4 
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THE RAW MATERIALS USED FOR GLASS-MAKING 

As will have been understood from the foregoing remarks on the composition 
and general properties of glasses, the raw materials are essentially of two kinds: 
(a) substances of an acid nature such as silica and boric acid, and {l>) substances 
of an alkaline or basic nature such as soda, potash, lime, magnesia, baryta, zinc 
oxide, lead oxide, etc. Some glasses also contain other materials, the behaviour of 
which it is less easy to define, such as alumina and oxide of iron, both of which 
attach themselves to the glass molecule, but in a different position to those 
occupied by the substances previously mentioned (see the .formulte on p. 238). 
Various decolorising and opacifying agents are also added when desired. 

Glasses arc essentially s.alts of complex silicic acids, the combination of the acid and base 
occurring only at a temperature of 1,300° C. or almve. At this temperature, however, many other 
acids combined with such alkalis and bases as soda and lime are decomposed, so that it is possible, 
in the manufacture of glass, to use the cheaper salts of the alkalis and liases rather th.an the bases 
themselves. Thus chalk or limestone are both decomimsed at a temperature of about 700° C. into 
free lime, and as chalk and limestone are much chea|>er than (|uicklime they are used by the 
glass-maker as a source of the latter material. This fact must be borne in mind in considering the 
raw materials employed. 

Silica is used in the form of sand, the purest available sands being used for 
the better qualities of glass, and somewhat less purer sands for the cheaper bottle 
glasses. 

The purest English sands are obtained from laincashire, Bedfoidshire and King’s Lynn; the 
cheaper sand-, may lie used from the locality in which the works are situated. The I-'rench glass- 
makers use I'Vmtaineblcau sand, which contains 99.98 per cent, of silica; the best English sands are 
slightly inferior to this, but selected portions reach this very high standard. In Bohemia, crushed 
quartz is used. 

It is very important that the sand should be sufficiently pure, as even a small proixirtion of 
some ingredients will prevent good glass lieing made from it. Thus for sheet glass for windows 
not more than i per cent, ferric oxide is permissible, and for coarse botlle glass 2 iier cent, or more 
will do no harm, but for the finest white crystal and plate glasses the iron in the sand ought not 
to exceed o. I per cent. 

Soda is usually employed in the form of sodium sulphate, a little carbon 
being mi.xed with it to facilitate the reduction of the sulphate, except in the case 
of lead or flint glass. 

Sodium carbonate is equally satisfactory for the purpose but is more costly, though the wise 
glass-maker keeps a s’.iarp look-out on the relative prices of these two forms of soda. Sodium 
sulphate requires a higher temperature than the carbonate before it begins to react with the silica, 
and more of it is required (about seven parts of the sulphate are equivalent to five parts of the 
carlmnate), so that it is only when the .sulphate is less than half the price of the carbonate that its 
use is profitable. The sulphate and carbonate radicles play no part in the manufacture of the glass, 
as it is only the metallic radicle which is important. Common salt (sodium chloride) cannot be 
used on account of its great volatility which makes it commercially too expensive -. otherwise it 
reacts with silica quite as effectively as the other sodium compounds just mentioned. * 

Sodium sulphate should never be used in highly coloured glasses as these require 
a larger proportion of colouring agent than when sc ’.ium carbonate is used. 

Potash is used in the form of potassium carbonate, as this is the cheapest 
and most available form. In lead glasses (flint glasses) and in some coloured 
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ones where an oxidant is required, some potash is introduced in the form of nitre 
(potassium nitrate), but this is too expensive for general use. 

Substitutes for nitre have recently' attained considerable importance. The most suitable are 
barium peroxide (see p. 249), potassium chlorate and perchlorate. 

Lime, as already mentioned, is used in tlic form of carbonate (either lime¬ 
stone or chalk), but the hydrate is occasionally employed. 

It is important to avoid the use of dolomitic limestone, as this contains magnesia which increases 
the viscosity of the glass, and prevents it being so clear as when a purely calcareous lime.stone is 
used. During the healing of the mixture, each of these lime compounds forms free lime, and it is 
the latter which attacks the silica (see below). 

Lime (and its compounds) is the most uncertain ingredient of all glasses, and it 
is responsible for a large proportion of losses in manufacture. 

Magnesia is not a common constituent of glas.ses, except in minute quantities 
as an impurity. When purposely added it is introduced in the form of lightly 

calcined magnesia. 

In French hollow-ware, the proportion of magnesia is sufficiently large to be important. Jt is 
not added purposely, but is due to the use of dolomitic (magnesian) lime.stone instead of a pure 
calcareous stone. Magnesia make.s the glass more difficult to melt but increases the range of 
temperature through which it can be worked. The great objection to its use in large proportions is 
that glasses containing it arc difficult to heat sufficiently to make them properly fluid in the refining 
stage, SO that they do not “clear” proj^rly unless special precautions are taken. Magnesia also 
increases the tendency of glass to devitrify. In proportions of less than lo per cent., the effects 
just mentioned are unimportant, and are counterljalanccd by the strength and resistance to water 
possessed by glasses containing magnesia. 

The magnesia molecules occupy the same jx)sitions in the glass molecule as those of lime, 
but if the lime is entirely replaced by magnesia a glass is obtained wliich has so rapid a rate of 
crystallisation that it devilrifies too much to be commercially valuable. 

Zinc oxide may be used to replace lime and occupies tiie same positions in 
the glass molecule. It increases the refractive index of glasses, but not nearly so 
much as lead or baryta. Zinc oxide produces glasses with a small coefficient of 
expansion, great strength, and very low solubility in water and is, therefore, valuable 
as a constituent of laboratory glass and for thermometers. It cannot be u.sed in 
large proportions, as zinc glasses devitrify with great rapidity. 

In this connection it is interesting to notice that the addition of zinc oxide lo pottery glazes is 
one of the easiest means of producing the beautiful crystalline effects which are so much admired. 
Zinc oxide tends to produce a yellow colour in glass, especially if the latter is overheated; this can 
be neutralised by a small proportion of nickel oxide. 

The presence of zinc oxide in a glass lightens the labour of working by making the glass more 
ductile ; it gives sharper outlines to moulded or pressed glass and a lietter finish. At the present 
time, however, it is chiefly confined to laboratory and optical glass and to that for thermometers. 

Barium oxide or baryta is characterised by the high atomic weight of the 
metal it contains, and in consequence of this it gives density and lustre to glasses 
in which it occurs. It raises the melting point of mixtures in which it is present, 
so is not used for the commoner kinds of glass, but is greatly valued for special 
ones. 

Baryta was first used in glass mixtures in 1829 by Dobereiner, but it is only 
recently that its valuable qualities have been recognised. It is chiefly used in 
hollow-ware, crystal-ware, special glasses, and for pressed glass. For the last named 
it confers just those qualities which are most desired, and is specially used to replace 
part of the lead. For plate glass, its use is accompanied by difficulties which have 
not, at present, been overcome. The chief drawback to the use of baryta is its 
tendency to devitrify in the absence of zinc oxide, and to settle to the bottom of 
the molten glass. 

It is customary to employ precipitated barium carbtmate as the means of introducing barium, 
as the sulphate induces an opaque frolhiness which is not easy to remove. At the temperature of 
reaction, the carbonate and sulphate have both decomposed, and the active material is barium 
oxide. In many ways baryta, behaves like lead oxide in the glass and may replace lead or lime, 
but not alkali. 
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Lead oxide is one of the chief constituents of flint glasses. Several oxides 
and carbonates of lead exist, but the one generally used by glass-makers is red lead, 

It is often contaminated with brick dust and otlier adulterants and should be tested before use. 
Lead compounds arc easily reduce<i, and in the manufacture of dint {{lass it is necessary to avoid 
reducing conditions in the furnace. For this reason the addition of oxidants (such as nitre, p. 248) 
is usual. Lead glasses are improved by chilling in water and rc inelling (dragading), as the 
additional heating converts them into more stable ones, possibly isomeric with those pioduced in 
the first heating. 

Barium peroxide (BaO^) has proved to be a very satisfactory substitute for 
nitre. It has the advantage of evolving oxygen at a higher tcm[)erature than nitre. 
Owing to the high atomic weight of barium, barium peroxide should be used for 
each part of nitre it replaces. 

Boracic or Boric Acid.— The chief characteristics of boracic acid arc similar 
to those of silica, but the glass produced is much more fusible than a pure silicate 
glass. 

Like silica, boracic acid at a red heat liberates lime from calcium sulphate and displaces other 
strong acids. Boracic acid is even stronger than silica in this respect, and so is a valuable refining 
agent. By producing a more fiisiljle glass, boracic acid also facilitates the “ cleiring ” of the molten 
glass. Its chief disadvantage is that it is volatile in the presence of steam and should therefore be 
added after all the combined water has been driven from the glass mixture, the boracic acid being 
added in a calcined stale. Another disadvantage is the avidity with which liorate glasses attack the 
pots or tanks in which the glass is melted, producing a turbid or seedy (p. 260) glass. 

Although boracic acid in many ways behaves exactly like silica—occupying the same position 
in the glass molecule and even forming boric rings—it can produce an increase in hardness and 
fusibility similar to the effect of alkalis ; this is merely a coincidence. 

'Fhe low melting point of borate glasses is of great value in the production of 
glazes, fusible colours and enamels. 

Schott’s boro-flint optical glass, S7, composed of 12 per cent, alumina, 32 per 
cent, lead and 56 per cent, boric oxide, contains no alkali, lime, or silica—three 
substances generally considered to be essential constituents of glass—and shows 
that the borate glasses are in several respects quite different from the silicate glasses. 

Boracic aci<l is used in four forms : (ti) as boracic acid, (^) as boric anhydride, BaO;, (see 

Vol. I., p. 355), tr) as crystalline borax or sodium l»orate,^ Na^B/ *7 5 Hj, 0 , or NaoTi^O- loIljO, and 
{ti) as calcined borax, NagB^O,, which may be in the form of a powder or as fragments of “ borax 
glass.’’ Each of these forms is equally useful though they contain widely different proportions ol 
boracic acid. Borax cannot be used in glasses which are to be free from soda. 

There is much confusion among writers on glass-making with respect to these forms of boracic 
acid and great care must be exercised in studying their works. Thus, it is not uncommon to see 
boracic acid prescribed when lx>rax is meant, and vice versa. The water present also varies greatly 
and, as this is of no use in the manufacture of the glass, it is important to have the boracic acid or 
borax tested before use. 

In small proportions, Iroracic acid increases the refractive index of glass, though it is much more 
feeble in this respect than lead oxide, Ilencc boracic acid or borax equivalent to rV*'i>th of the 
weight of sand used in the glass mixture will appreciably increase the gloss and lustre of the glass, 
but it is not used for the best hollow-ware or crystal glass, as it imparts a slightly yellow tinge. 
Al>ove 20 per cent, boracic acid lowers the refractive index. Contrary to potash, soda, and fluorine, 
the blue portion of tlie spectrum is reduced in glasses containing boracic acid. Lenses made of a 
combination of boro-flint and of phospho crown glasses arc exceptionally achromatic. 

Borate glasses have a luw coefficient of expansion, and so have a high thermal endurance and 
are very suitable for ware subject to sudden changes in temperature such as lamp chimneys and 
ornamental glass* decorated by fusing several glasses on each other. 

Boracic acid also resembles silica in reducing the tendency of a glass to devitrify. 

Glasses which contain free boracic acid, or in wdiich this is the only acid constituent, are attacked 
by water, so that a high proportion of Ixiracic acid is recognised as a disadvantage. Some borate 
glasses are highly resistant to air, water and acids, but are strongly attacked by alkalis. Thus, a 
Jena Gerate glass with 15 per cent. Ixiracic acid is specially resistant to sudden changes of tempera¬ 
ture, and to chemicals, and Jena lamp-chimney glass with 24 per cent, is exceptionally resistant to 
sudden changes in temperature. 

Boracic acid in coloured glasses produces brighter and more uniform colours. 


' The first formula is that of octahedral borax, which is formed when a supersaturated solution 
of borax is evaporated slowly, Commercial borax is chiefly composed of NajB^O?. loHgO. 
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Phosphoric acid, when combined with lime (as bone ash), is a well-known 
opacifying agent, but the free acid behaves like silica, though producing glasses 
more readily attacked by water and so only capable of use for optical purposes. 

Boro-phosphate glasses are slightly more resistant than silico-phosphate ones. Schott made many 
experiments with phosphate (crown) glasses bat without any strikingly successful results. 

Arsenic and Antimonic acids are used for two difierent purposes in glass¬ 
making : (i?) as opacifying agents (p. 269) and {b) as refining or clarifying agdnts. 
For the latter purpose, only small proportions are used, and most of the arsenic 
volatilises and escapes in the manufacture of the glass. 

Alumina is present to a small extent in most glasses, but is introduced un¬ 
avoidably as an impurity in the sand, etc., used. When added purposely, the 
hydrate (p. 49) is generally employed, though cryolite, AlF3.3NaF (p. 51), is used 
when opaque glass is desired, as it simultaneously introduces fluorine. 

Alumina is a valuable constituent in many glasses, as it increases their viscosity and enables 
them to be worked over a longer range of temperature. It also makes glasses containing it in 
appreciable quantity more resistant to sudden changes in Icmpcrature, and is therefoie valuable 
where high thermal endurance is necessary. Only a limited amount of alumina can l)e introduced 
for this purpose; if more than 3 molecules to each 36 molecules of silica are present, the excess 
of alumina will cause opacity by remaining uncombined. Such aluminous glasses can then be 
cleared by forming a glass of an entirely different chemical constitution, vi/.., an alumino-siiicate 
ring compound instead of a silicate ring compound with alumina in the side chain position. Such 
alumino-silicates do not, however, make good technical glasses, though invaluable in the form 
of glazes for bricks, tiles, and pottery. 

Cutlet is broken glass, and is usually added to a mixture of raw material as 
a means of using up scrap glass, and also to start the reaction between the other 
materials. 

Chemical reactions depend for their intensity on the intimacy of the contact between the 
reacting substances. This is increased when the reaction occurs in a fluid medium, and tlie use of 
culiet (which melts before the reaction of the other materials has proceeded very far) facilitates the 
production of the glass by providing a medium in w'hicti the c<md<ination of the silica with the 
various bases may occur. 

Some manufacturers.of bottles use nothing but culiet of flint glass which they collect from 
various dealers. 

Mixed culiet (r'.c., culiet composed of several different kinds of glass) is .almost useless, especially 
if it contains much common liottle glass, hut culiet from works making only high class glasses 
is a valuable material. 

Decolorants are substances added to glass in order to remove an objectionable 
colour which it would otherwise possess. Thus, iron gives a green or brown colour, 
which can be removed by the addition of manganese dioxide. 

Normally, iron gives a greeni-sh shade, hut this becomes yellow or Itrown on account of the 
oxidising action of the manganese on the iron. Any oxidant of siiflicieiit power would do equally 
well, but manganese dioxide has an additional advantage inasmuch as it gives a slight pink tinge 
to the glass, and as this pink is complementary to the yellow colour of the iron compound, the two 
colours neutralise one another, and a whiter glass is produced. 

Only about lo per cent, of the manganese dioxide added to the glass acts as a 
decolorant; the remainder forms colourless silicates and is wasted. There is, 
consequently, room for great improvement in this direction—possibly by the 
substitution of another more stable compound of manganese. 

In flint glasses, the red lead and nitre are both oxidants, and so act as 
decolorants of the iron compounds. Nickel compounds form reddish glasses 
and thus act as decolorants where the proportion of iron is only small, as in plate 
and mirror glasses. Selenium compounds have been extensively used during 
recent years as decolorants by forming pinkish glasses, and in addition to this they 
also improve the lustre of the glasses to which they are added. Arsenic acid, 
AsjOj, is also^nseful as a decolorant in certain glasses. 

Colouring ngepts are used in the manufacture of opaque and coloured 
glasses. The latter are considered separately on p. *67. 
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TECHNICAL CLASSIFICATION OF GLASSES 

The glasses of chief importance may conveniently be classified as follows :— 

I. Crown glasses,* composed of soda, lime and sand, but with a composition 
varying according to the oxides which are used to rej)lace those mentioned. Thus 
potash may replace the soda in whole or in part, and baryta may replace a portion 
of the lime. Crown glasses are used for a variety of purposes, and specially for 
sheet glass, plate glass, and for optical work. 

II. Bohemian glasses, composed of potash, lime and sand, or quartz, used 
chiefly for hollow-ware. 

III. Flint glasses or lead glasses, composed of potash, red lead and sand, 
used for hollow-ware, bottles of superior quality, and for optical work. These 
glasses are known in France as cristal. 

Where sand of sufficient purity is difficult to oiitain, flints crushed to fine powder may Ire used 
instead, hut such glasses ought not to be known as flint glass. 

IV. Bottle glasses, usually composed of soda, lime, alumitia and sand, the 
latter being le.ss pure for the commoner bottles. 

The alumina is seldom added purposely, hut is a useful constituent of the sand employed. 

V. Boro-silicate crown glasses resemble crown glasses, but [tart of the 
silica is re])laced by boric acid, so as to confer special properties. These glasses 
are chiefly used for optical [)ur[)Oses, laboratory nare, and for thermometers. 

VI. Boro-silicate flint glasses resemble flint glasses, but part of the silica 
is replaced by boric .acid. These glasses are chiefly used for ojttical work, 
enamelling,.and for artificial gems. 

VII. Phosphate glasses may be of either the crown or flint type in which 
part of the silica has been replaced by phosphoric acid. They are used almost 
exclusively for optical purposes. 

VIII. Silica-free glasses are those in which the whole of the silica is 
replaced by boric or phosphoric acid. They are so costly as only to be suitable 
for special optical purposes. 

IX. Water-glass and other simple silicates are not usually included among 
the glasses, as they are unsuitable for the technical purposes for which glasses are 
used. For Water-Glass, see p. 133. 

X. Opaque and coloured glasses are made from the glasses mentioned 
above by the addition of opacifying or colouring agents (see also p. 266). 

Glasses are also classified according to the processes used in their manufacture or working; tlms 
blown glass is that which can be shaped by the pressure of the human breath, applied by means of 
a blowpipe or pontil; plate glass is that which is capable of being rolled into a plate or sheet; 
sheet glass is that which can first be blown info cylinders, and then flattened into a sheet; table 
glass'^ is that which is s|>ecially suitable (on account of il.s brilliancy) for the manufacture of 
hollow-ware for table use. 

For hollow-ware, a light flint glass is generally used on account of its lustre 
and brilliant appearance. It is sometimes parti-coloured by flashing, that is by 
gathering a little glass of another colour on the outside of the main piece of glass, 
and working the two together. 

If the ware is to be moulded, it must be plastic over only a short range of temperature j this is 


* The term “crown glass” should, strictly, be applied to glass articles produced in a special 
manner (p. 260), but it is also largely used as the name of a type of glass, as indicated in the text. 

‘ In reading Gennan books on glass manufacture (and some translations of them) it is important 
to Vimember that the word Tafelglas does not mean “ table glass,” but plate glass. 
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attained by the use of a small proportion of alkali, or by using a mixture of soda and potash instead 
of one of them, in an alkalidime (crown) glass, and keeping the lime as low as possible. 

Tn bottle glass, cheapness, strength, and resistance to the fluids likely to be 
used are the chief desiderata, and they are usually secured by the employment of 
glasses low in alkali, high in metals of the RO group, and with alumina up to 
JO per cent. A considerable proportion of iron is no objection in bottles used for 
many purposes, es|)ecially as it provides a coloured glass without extra cost. A low 
alkali content is specially necessary in glasses which are blown mechanically. 

(ilass uscmI for the manufacture of Imttles containing fermented liquors must lie resistant to the 
action of such liquors and the gases produced during fermentation. Champagne bottles must be 
very strong as the pressure of the gas produced sometimes reaches five atmospheres. 

Colour being of minor impoitaiice, much interest is taken in the numerous attempts which have 
been made to use the slag from blast furnaces as one of the principal ingredients of a l>ottle glass. 
By placing a glass tank, heated by a Siemen’s regenerative furnace, close to the blast furnace, and 
allowing the molten slag to run direct into this tank, more than half the material necessary for the 
glass is obtained in a molten state. The addition of a suitable quantity of soda and sand will 
produce a glass of a quality quite good enough for common l>otlles, and a few works ate using this 
method satisfactorily. The gteal drawback is the necessity of the glass-blow-ers being subsidiary to 
the men working the furnaces, and the large amount of slag wasted, because the glass is not ntade 
and used as fast as the slag is producetl. There is, Itowcvcr, room for further woik in this direction 
as a gowl means of disposing of hlast-furnace slag in a hot stale is a great desideratutn. 

Bead glass is not a special variety of glass, though it is stated to be so in 
some books. 

The glass is usually a crown glass to which a little alumina has been added (in the form of 
impure sand), and the beads are made by drawing tubes, chopping these into small pieces, ard 
rounding the edges Ity placing the pieces on a tray and healing them to redness in a furnace. 


MIXING AND PREPARING THE GLASS 

In order to obtain the best results it is essential that the composition of the 
mixture or batch and the conditions under which it is heated shall be as uniform 
as possible. 

Glass manufacturers are, therefore, loth to change either their furnaces or their fuel, and adhere 
as closely as possible to one source of .supply for each of their raw materials. With improved 
methods of analysis and of testing raw materials, it is now po.ssible to cheapen the cost of production 
by providing a wider range of ingredients; but the serious results which may follow a mistake in 
the proportions, or in the nature of any of the materials used, are sufficiently important to prevent 
most manufacturers from availing themselves of the best scientific information on the subject. This 
slowness, whilst^ quite understandable, is none the less regrettable, for the French and German 
manufacturers are more willing to avail themselves of recent investigations, and consequently have 
been able to produce several new glasses of considerable commercial value. 

The proportions of the various ingredients cannot be determined entirely from 
the composition of the finished glass, owing to the loss of material in the form of 
scum (known technically as sandiver ’ or glass gall), and to the loss of alkali, 
etc., by volatilisation. Moreover, the yield of the definite compound which is the 
essential constituent of the glass is not i)erfect, and small, but varying, proportions of 
other compounds are formed and included in the material of the glass. The 
following recipes are fairly representative of the glasses mentioned, but it must be 
understood that each glass-maker has his own recipes, based on the materials and 
conditions to which he is accustomed. Moreover, each different sand requires 
some modification in the composition of the batch, so that recipes can only be 
indicative of the proportiems used, and can seldom be followed implicitly:— 

Crown Glass. —Sand, loo parts; chalk, 24 parts; sodium sulphate, 50 parts; charcoal, 
4 parts; cullet (broken glass), 200 parts. 


' It is composed almofl exclusively of calcium and sodium sulphates, with about one-tenth their 
weight of glass. 
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Window Glass.'—Sand, 100 parts; chalk, 28 parts; sodium sulphate, 42 parts; cullet, 100 
parts; arsenic acid, l part; charcoal, 3 parts; raaneane.se dio*ide, i part. 

Plate Glass.—Sand, 100 parts; chalk, 30 parts; sodium carbonate, 32 parts; potassium car¬ 
bonate, 6 parts ; cullet, 100 parts ; manganese dioxide, ^ part; nitre, 2 parts, 

Flint Glass or Crystal.—Sand, 100 parts ; potassium carbonate, 33 parts; red lead, 67 parts ; 
manganese dioxide, ^ part; potassium nitrate, 7 pai'ts ; cullet, lOO parts. 

Bar^a Glass.—Sand, 100 parts; sodium carbonate, 30 parts; liarium carlwnate, 90 parts; 
red lead, 65 parts. 

Bottle Glass (Green).—Sand, 100 parts; sodium sulphate, 38 parts; chalk, 33 parts; char¬ 
coal, 2 parts ; manganese dioxide, J fart; cullet, 50 jarts. 

Bottle Glass (Brown).—Sand, 100 parts; sodium sulphate, 35 parts; chalk, 34 parts; 
cryolite, lO parts ; charcoal, 2 parts ; manganese dioxide, 8 pans; cullet, 50 parts. 


The following recipes were published in 1915 by the Institute of Chemistry as 
the result of an investigation, made under the auspices of that body, into the best 
methods of producing glasses in Great Britain to replace those hitherto imported 
from Germany:— 


Sand 

Alumina - 
Sodium carl)onate - 
Calcium carl»onate - 
Calcium fluoride 
! Barium carlM)nate 
1 Magnesia • 
j I’otassiuin nitrate 
I Borax (anhydrous) - 
I Boric anhydride 
Antimony oxide 
Arsenious oxide 
Zinc oxide 
Potassium carlmnale 


I 

2 

! 

3 1 

4 

s 

6 

7 

8 

9 

10 

II 

67.0 

67.0 

67.0 

68.2 

68.2 

65.0 

65.0 

65-5 

72.0 

68.0 

68.0 

6.5 

8-3 

lO.O 

6.2 

6.2 

1.0 

I.O 

2-5 

lO.O 

4.0 

4.0 

34-2 

29.0 

17.0! 

5-5 

.^■5 

14.0 


10.2 

II.2 

26.0 

26.0 

11.6 

9.6 

>2-5; 

13.0 

14.2 

0.6 

0.6 


II.O 

12.8 



i.O 


1.0 











8.8 

8.8 









0-5 


. ■ 



5.0 

0-5 





■ 0 

4-3 

4-3 

3-0 

.3.0 


30 

14-5 






... 


26.68 

13.0 

7-2 




2.0 

8.0 

5-5 

S-.S 

24.0 

5-.S 



... 




... i 



1.0 

I.O 

... 









2.0 

2.0 



... 

... 



... 





8.0 














lO.O 


1 is a so^' glass, not readily soluble or easily dcvitrified, and works well in the blowpipe. 

2 is a soft glass of higher nuality. ...... .... l • t 

3 is a glass .suitable for pharmaceutical purposes; it is highly resistant to chemical action, 
withstands changes of temperature well, and should be a very suitable glass for high class beakers, 
flasks, etc. 

4 and 5 closely resemble Jena combustion tubing. 

6 and 7 arc glasses for miners* lamps, and withstand rapid changes in temperature. 

8 is a class almost idcndcal in its general behaviour with Jena resistance glass; withstands 
changes of temperature well, but, like Jena, is not suitable for working before the lilowpipe. It 
darkens and tends to devitrify; operations—such, for instance, as sealing side tubes into flasks— 
arc difficult, if permanent and neat joints are required. For .some purposes, No. 3 may be 
substituted as it works well in the blowpipe and is highly resistant chemically. 

9 is an alternative mixture fur combustion lulling, and does not become cloudy so readily as 

^°*io\nd*n are soft glas.«es specially .suitable for tubing and X-ray bulbs. 10 being the belter 
of the two, when used foi X-ray bulbs, gives a blue phosphorescent glow; tf a green glow is 
desired a Hlllc manganese dioxide should be added to the batch mixture. 

It is e.ssential that all the materials should be finely ground before weighing. 
They should be weighed as accurately as possible, and then mixed by means of a 
wooden shovel, or preferably, in a mixing machine, so as to secure as uniform a 
product as possible. The batch or mixture is then placed in the hot pots or pans in 
small quantities at a time until the vessels are almost full of molten material. The 
actual melting usually occupies ten to twelve hours, bv* depends on the ijuantity .o 


1 Window glass is also known as sheet glass. 
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be made and on the type of furnace used. There is a large evolution of gases during 
this operation, and these form a froth or scum which must, from time to time, be 
ladled from the surface. Fire-clay rings arc placed on top of the molten glass or 
metal when open pots are used, these rings serving to collect the scum or gall, and 
facilitating the operation of clearing the surface of the glass. 

When the frothing has ceased and the scum has been removed, the glass must 
be refined or planed. This may be accomplished in various ways: one consists 
in throwing in potatoes or apples, or stirring with a strip of green wood so as to 
effect a reduction of any matter which may be removed in this manner, and also to 
produce a further volume of gas which will help in the stirring of the molten glass.* 
The usual method of planing, however, consists in stirring the glass with a fire-clay 
cylinder attached to a long iron rod. During the refining process it is necessary 
that the glass should be very intensely heated, so that it is very fluid and mobile; 
its temperature sinks gradually during the stirring, and towards the end of the 
process the glass is quite viscous. The glass-maker draws trials or test portions 
from the furnace and examines these; when they show that the glass is clear and 
can readily be drawn into long threads, the stirring is stopped, and the glass is 
allowed to cool still further until it is sufficiently viscous for use. 

If one “ planing ” is insufficient it must be repeated as often as may be necessary. Three such 




treatments will usually suffice if the glass has been nipklly melted, and is sufficiently fluid. The 
use of a recording pyrometer (Vol. I., p. 68) to ascertain the tem|ierature of the glass is advantageous. 

It is generally thought that the stirring of the glass is a purely mechanical means of securing 
uniformity, but Zulkowski has carried out experiments which seem to show that the intense heating, 
followed by prolonged stirring, ate the means of eflecting chemical changes within the molten mass, 
and that without this treatment the substances which form the essential constituents of the glass are 
not produced. 

The melting of optical and of most other special glasses is effected in closed 
pots, the stirring of which is difficult and sometimes impossible. Such glasses must 
therefore be broken up, and the cleanest fragments selected and remelted, in order 
to obtain the best results. 

The vessels in which glasses are melted are of several types. Where large quantities of glass are 
manu&ctured, open tanks are used, but for special gla.<>ses or those which require to be kept par¬ 
ticularly clean, pots (Kigs. I and 2) are employed. Where it is particulariy necessary to prevent 
portions of the brickwork from the top of the furnace, or other extraneous matters, from falling into 
the glass, the pots are provided with tops, and the glass is withdrawn through small openings at the 
side. Both tanks and pots arc made of fire-clay of the best quality. They require great skill injbeir 
manufacture, especially the larger ones, which hold 12-18 cwt. of glass. They must be annealed 
carefully Irefore use, and when once heated tliey must never be allowed to become quite cold again. 
With careful use a glass pot will,last three months or more,'* but sometimes a pot will break after 


* In some works the potatoes or apples are inserted on the (minted end of an iron rod, which is 
then used to stir the glass. 

" When special ^ill and cate are exercised in the manufacture and use of glass pots, they may 
last a year or mose. Theresis ample scone for a full investigation of glass-house pots; at the time 
of writing those having the longest "life” are made in the United States. 
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two or three days’ use. Some pots have a vertical partition, so that the scum is automatically 
separated. 

The use of direct, coal-fired furnaces for heating the pots or tanks is diminish¬ 
ing, as gas-firing is more economical and more satisfactory. Several pots are 
usually heated simultaneously. 

Froduccr-cas is used, and the main feature of the furnaces is the employment of a regenerator of 
the type devised hy Siemens (see Vol. I., pp. 43 “id 54). This regenerator consists of a senes of 
trassaces filled with checkered brickwork through which (a) the products of combustion and (/>) fresh 
air for burning the fuel pass in opposite directions. In the regenerator, the outgoing gases heat 
up one series of bricked chamliers, and, by changing a valve, the gases arc turned into another set 
of chambers, the ones previously healed being then used to warm the incoming air required by the 
furnace. By this means an intense heat is obtainable without using an exorbitant amount ol lucl. 

For heating small quantities of special glasses, wood is superior to coal, and for many years was 
the only fuel used in glass-making. The improvements effected in gas-fired furnaces during 
recent years, have now, however, resulted in the disuse of wood except in a very few instances. 

In a glass tank-furnace arranged for a continuous supply of glass, it is necessary 
to secure: (i.) complete and rapid fusion of the glass mixture ; (ii.) a suitable rate 
of charge and discharge; (iii.) the withdrawal of the molten glass before it has 



Fm. 3.—Diagrammatic Sec¬ 
tion of Voelker’s Electric 
Furnace. 


Fig. 4. —Diagrammatic Sec¬ 
tion of Becker’s Electric 
Furnace. 


been overheated and so begun to devitrify. The chief drawbacks of a continuous 
furnace is the glass gall produced by the sodium sulphate (Glauber salt), which 
floats on the surface of the molten glass, spoiling it and corroding the sides of the 
tank very rapidly. Tanks having two or more compartments are not durable, as 
the partitions arc rapidly corroded. 

Several attempts have been made in recent years to utilise electric furnaces for glass-making, 
with a fair amount of success. The two most successful types of furnace for this purpose are the 
Voelker (Fig. 3), and the Becker (Fig. 4), respectively. In each era the batch mixture flows 
between rows of carbons which convey the electric current, and the glas.s, as it melts, flows into a 
lower receptacle. Scumming is avoided by the use of baffles. For bottle, sheet, and plate glass 
these furnaces have provetl quite satisfactory, but some users complain of difhcultyin olitatninga 
sufficiently homogeneous glaas. Electric furnaces do not appear to 1 « well adapted lor omical glass, 
and as they have not proved cheaper than gas-fired furnaces of the tank type in localities where 
coal is not above the normal price, the field of usefulness appears to he limited to those places 
where water power or other special facilities suggest the preference for electiicity as a source 
of heat. 

GLASS-WORKING 

Various methods are employed in making articles of glass, but the majority of 
them are based on the production of a hollow flask by blowing (blown glass), or 
on the production of a plate made by casting the glass and then rolling it. 
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iVhat is known as pressing; is the use of moulds as a means of forming the outer 
ihape of the article; it may be employed in combination with either casting or 
slowing. 

The blowing of glass not only requires the possession of much strength and good lungs, but 
ilso a considerable amount of dexterity and skill, particularly for some of the more elaborate and 
lelicate wares. The chief tools required are a pontil or iron (Fig. 5), which consists of a pipe some 
; ft. in length, and a number of tongs, shears, and other simple tools. The workman dips one end 
)f his pontil into the viscous glass in the furnace, and withdraws it with a suiialilc quantity of glass 
m the end. Some'skill is required in “gathering” the correct amount of glass, and in coding 
t round the end of the pipe in the position desired. The men work in gangs of four, as a con- 
liderablc amount of assistance is required in some of the operations. Boy lalwur is increasingly 
tsed in many of the works. 

Two .systems of working are in use. In the old one the glass on the end of the pontil is rolled 
in a polished iron plate or marver, and is then slightly hollowed by blowing. Its shape is 
cgulaled by a continuation of the blowing, accompanied by a swinging motion of the pipe, and, 
requently, by the use of small iron tongs (Fig. 6). Accuracy in .shaping is dependent almost 
intircly on the skill of the workman, and it is precisely because of the difficulty in obtaining 
aifficiently skilled men that this method of working is falling into disuse where many articles of the 
ame shape are to lie made. In the case of a wine-glass, the bowl is shaped as just described, and 
he leg is made by pulling out the thickened mass at the end of the Ixiwl, or by attaching a fresh 
liece of glass to the bowl and pulling this out to the desired shape. Meanwhile an assistant has 



Fig. 5.—Ends of Fig. 6. —Tongs ah c 

Pontils. for Trimming Glass. Fig. 7.— Three Stages in Moulding a Bottle. 


been blowing a separate piece of gkass, at the .same time twirling his pipe rapidly, so as to cause 
the glass to move centrifugally and produce a flatti-sh disc instead of a spherical bulb. This disc 
is then heated momentarily in the furnace, and is then attached to the leg of the wine-glas.s on the 
first pontil, so as to form the foot of the glass. Some men prefer to attach the foot when it is in 
the shape of a bulb, and to rotate it to shape after breaking it ofl the pontil to which it was first 
attached. When this is done, the glass must be cut from its original pontil and mounted, by 
means of its foot, on a second pipe. The mouth of the glass is then trimmed smooth and even with 
shears, and by holding it in the mouth of the furnace its final shape cAn be given by means of a 
tool resembling a large pair of sugar tongs. 

The foregoing system is the one by means of which the beautiful glass ware of ancient times was 
made. It is, however, slow and requires an enormous amount of skill, so that for many purposes 
it has been replaced by a method in which the shape of the vessel is given by means of a mould. 
The use of this mould reduces the amount of skill requited, it increase the speed at which the men 
can work, and it ensures all the vessels being of the same .shape and size. 

The new method is illustrated in Fig. ?• The mass of glass is gathered on the pontil, and 
rolled on the marver as before, but instead of being blown to shape, it is placed in.side an iron 
mould and then blown. The mould prevents the glass from taking any other shape than that 
intended, and greatly facilitates the working. The mould is lubricated by means of a splinter of 
wood which is ignited by the hot'glass,' and by revolving the pontil all seam-marks in the mould are 
prevented from being transferred to the glass. In the case of bottles, the neck is usually finished 
by means of a pair of tongs, the ends of which form a supplementary mould. This is considered to 
be more convenient than the use of a larger mould which forms the neck at the same time as the 

t A better lufirication is secured by painting the inside of the mould with a pasty mixiure of 
pitch, wax and sawdust, an^ then heating the mould in a furnace until the lining Ls carbonised. 
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bottle, and is certainly much cheaper, as one pair of tongs will serve for several moulds. Where 
long-necked larttles are desired, the mould must be supplemented by a seeond (Fig. 7, h), as other¬ 
wise it would lie difficult to withdraw the bottle from the mould. In the case of a wine-glass made 
by this system, the bowl is shaped by means of the mould, the leg is matle as on the old sy.stem, and 
the foot attached in the same manner. The glass is then cut off the pontil .and sent to the annetiling 
lehr. The mouth is finished in the annealed glass, by cutting and grinding, instead of working the 
glass in a viscous state at the furnace. Handles and decorative work, such as threads or beads, 
must be applied to the hot glass, and such articles are, therefore, l>est made by the old system, as 
the glass is cooled by the mould and is difficult to heat again without risk of devitrification. Much 
skill is shown in the way some glasses have been decorated by simultaneously gathering two or more 
kinds of glass on the pontil and then proceeding with the working. In this way, elaborated coils 
and other designs are made in a comparatively simple manner. 

Combinations of both the old and new methods are largely in use. Thus, in some works instead 
of using the marver, the bulb of glass is shaped 
by pressing it on a wet wooden dish. Wooden 
longs for llattcning the feet of wine-glasses * 

atul other simple tools are much more exten- ■ 

sively used than formerly. I 

'i'he cnormou.s demand for cheap I [H 

bottles has resulted in the invention JL !l| 

of numerous machines in which the 
process of blowing and pressing may 

he effected mechanically. The I I njHr 

machine which has gained the most 
recognition is that patented by Owens III III 

in 1905 in America, and controlled by I EM 

the European (Hass Bottle Syndicate. *▼* JJ ||| 

One of these machines, with the aid 
of six men, will produce no less than 
15,000 to 20,000 bottles a day, whereas 

a skilled blower will not make more I IT JP| ^ 

than 350, and few men will exceed M |r| J|||||t; ,n 

300 bottles in the same time. 

The machine is loo complex to be de- |\ I 

scribed in detail, but bi icily it consists of six I \ IK 

horixontal arms on a vertical rotating shaft, ^ 

each arm being filled with a blast and suction ▼ 

tievice, so ihat each arm produces a complete nrfA.s.^ I 

bottle with every revolution of the shaft. Ij [i ' X 

when the machine is at work, an arm, carry- if [ l y 

ing a mould, dips the latter into the glass tank, |PiU.L " m 

and simultaneously exhausts the air from the ! 0 0 IJ 

mould, tlieiehy filling it with glass. The ■ ■■■■■■■■kpilllB 

arm is then raised and moved away from the I •1 

glass tank, during which motion the suction is 

stopped, any excess of glass is cut off auto- g -Brilhler's (Hass Machine. 

inaticaDyy ana the moula is then removed, 
leaving the glass hanging from the arm in the 

shape of a bulb. A new mould is now placed around the glass, and the air blast is turned on so as 
to make the glass into the required shape, after which the mould and bottle are both removed, and 
the arm is lowered and ready to commence the making of a new bottle. The bottles must l>e 
dressed and freed from sharp edges, particularly at the neck. This is effected by the same machine, 
which carries the bottles round to a small fuinace and holds them in such a manner that the edges 
are rounded by the heat; they are then sent to the annealing chamber. The glass tank containing 
the molten glas** is f refcrably made to rotate, so that the cold arm docs not always dip into the same 
part of the tank and so chill the glass unduly. Frequent changes of moulds are necessary, and 
a fitter must Ik employed to keep the machine in order. All the men employed may lie unskilled 
as the machine is almost automatic. 

Glass of the ordinary composition may be used with this machine, but it is desirable to replace 
the greater part of sodium sulphate by a corre.sponding proportion of sodium carbonate. Felsjiar 
should be absent, and the glass must be heated sufficiently to make it properly fluid. 

The Severin machine is an improvement on that just described, but differs from it chiefly in 
the manner in which the moulds are filled, a fire-clay vessel beir.g used, in which a plunger fills the 
mould with glass. The low conductivity of the fire-clay permits the glass being used without 
undue cooling, and does away with the necessity of a special furnace and glass tank. 

The Briuiler machine for wide-mouthed liottles, tumblers, etc. (Fig. 8), bears a close 


machine for wide-mouthed liottles, tumblers, etc. (Fig. 8), bears a close 
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.mblance ^ >"‘“"-tK' 

fng Ihe oX" rohinl which prcv^.ts ihe placing of other machines on the market. 

Sheet glass is made by first blowing a long bulb on the end of a Wowing 
on SL it until its diameter is sufficiently large, then again blowing it untd 
long bulb, whose sides are the same thickness as that h 

btained. The solid end of this bulb is then cut off witb a cold iron, and the mouth 




is widened into a cylinder by means of a pair of spring tongs, the glass being mean¬ 
while rotated someUat rapidly. The open end of the cylinder is next received on 
a Dontil with an enlarged end, and is attached to it by means of three small pieces 
of^semi-molten glass. ^ The blowing rod is then cut off and the other end enlarged 
into a cylinder by means of the spring tongs; The cylinder is 
and is placed on a hot fire-clay slab, a polishing iron is then placed ‘"side it, and 
rolled backwards and forwards so as to flatten the cylinder into a sheet. For this 
purpose the fire-clay slab must be kept sufficiently hot to soften the glass, 
hot CTOUgh to melt it. The various stages of blowing and making into a sheet are 

clearly shown in Fig. 9. . • u . 

For sheets 4 ft. to 6 ft. in length the use of the lungs alone will not provide sufficient nir, so that 
compress^ air is supplied to the blowing iron. 

Various mechanical methods of making sheet glass have been devised, but 
are not wholly satisfectory. 

What, at one time; af^ared to lie a promising process consists in expressing the 6 ^ 

thro^h a piouthpiecc orTe and receiving the sheet thus formed on a warm plate. In practice. 
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however, it found that the sheet curls badly on account of its surface tension, and the labour 
of flattening it makes this process more expensive than blowing cylinders and flattening these 
into sheets. 

Better results are obtained by the arrangement patented by Foucault in 1906, in which a 
fire-clay plunger is fitted into a mouthpiece placed somewliat below the level of the surface of the 
molten glass in the tank furnace. In tlie centre of this plunger is a vertical slot, and on the 
application of pressure the glass is forced upwards through this slot, and is gently drawn out 
by attaching a shed of reinforced glass. The glass is drawn upwards in an endless Ixind by 
means of vertical rollers covered with asbestos and placed in pairs above the slot, the whole 
arrangement l)eing contained in a chamber which effects the annealing of the glass. The glass 
solidities almost immediately on leaving the slot, and on passing the final pair of rollers it is 
fully annealed and can lie cut into sheets. The time occupied from leaving the slot to being 
cut up is about twenty minutes. Several of those devices can fitted to each glass tank, so 
that the space occupied is not large. The method has proved satisfactory in tlie works where 
it has been installed. 

In E. Kowart’s machine (used at Auvclais-Charlcroi) a pair of endless metal liands, arranged 
vertically alwve a series of |xiirs of asbestos blocks, ia used to withdraw the sheet as it is formed 
from the molten metal. This arrangement affords a better support to the glass than tlie rollers 
used by Foucault ; it can produce sliccts 2 ft. wide. 

In anotlier modification r>f Foucault's machine, the glass is drawn up in the form of a cylinder 
which is afterwards slit longiltidinally and then flattened as described on p. 258. 



Fio. 10.-Sievert’s Process. 


In all machines of the foregoing types, the sheet or cylinder of glass must be received in an 
enclosed and healed chambir, as otherwise the difference in the rate at which the exterior and 
interior of the glass cools will cause it to crack. 

Various machines have been devised for mechanically blowing flasks from which cylinders may 
afterwards be cut. The mechanism requircnl is necessarily intricate, and the cost of operating these 
machines is greater than hand-blowing, 

A very serious drawl>ack to the u.se of all mechanical methods of blowing glass is the fact that 
the work of the glass-blower is not merely mechanical; he must exercise considerable skill in 
observing the condition of the glass and adapting his movements accordingly. 

To iS suci ossful, a glass-working machine should have the following characteristics: (a) It 
must l>e driven easily; (^) it must be suitable for use with existing furnaces and glass mixtures; 
(<•) it must be strongly built, as repairs involving the stoppage of the machine prove costly; [fij the 
ialK>ur required must be laigely unjikilled; (^) the articles made must be as durable and possess all 
the other requisite characteristics of hand-worked glass; (/) the cost of production must compare^ 
favourably with that of hand work ; (f) the product must be ready for use as soon as it comes from 
the lehr. Any considerable amount of trimming or other additional work makes the use of 
mechanical methods of blowing too costly to compete with hand work. 

The temperature at which the glass is worked, the width and thickness of the sheet and other 
minor matters necessarily require modifications in this process. For instance, in France the bulb 
is heated several times before the unusually long cylinders, customary in that country, can be 
obtained, 
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Large vessels, such as carboys for the storage of acids, are blown by means 
of human lungs for the first stage, and afterwards a little water is introduced; this 
is rapidly converted into steam, and secures the expansion of the glass to the 
desired size. 

Sievert & Co., Dresden, have produced numerous articles by casting a slab of 
glass on a perforated plate, clamping it down thereon, inverting the plate so that the 
glass hangs suspended above a mould, and then forcing compressed air through the 
perforated plate so that the glass is blown to fill the mould. 

This arrangement enables large tanks for electric accumulators and other 
purposes to be made very cheaply. A modification of this arrangement is also used 
for the manufacture of large cylinders and for sheet glass. 

The arrangement was originally patented in 1904, but has since been improved in several 
respects. The form in which it is at present used l)y Engels & Cic, Hilm, is sliown diagrammalically 
in Fig. 10. A steel ring, lilted with a rabbeted edge, is laid on a waggon and is filled with 
molten glass. As soon as this glass has become sufficiently tough the w aggon is moved until tlie ring 
is exactly under the hollow shaft. The latter is then lowered until its base tomdies the ring. 

An electric current is then apjdied t(^ the l)ase, and 
the latter is converted into a powerful magnet, so that 
when the shaft is raised to tlic position shown in 
I'ig. 10, the ring is lifted with it. I'he waggon is now 
removed, the shaft is lowered into tlic mouth nf the 
furnace so as to warm the glass tlioroughly. The 
sliaft is again raised, a fresh waggon pl.iced lieneath 
it, and air i.s iilown through the hollow shaft whilst 
it is rotated rapidly. This causes the glass to expand 
uniformly to the shapes in<licated, and when the blow’- 
ing is complete the shaft is lowered so lliat the glass 
rests on the car. The electric current is then cut off, 
and the gl.iss is thereby freed from the shaft an<l can 
be carried away, or the ring can be held by a sejm- 
ale carrier and the glass allowed to remain susjicndcd. 
t'ylinders of large si/e can be pnuluced in ibis way 
much more rapidly than by liand blowing. 

Crown sheet is one of the oldest 
methods of making sheet glass, but is now 
seldom used except for special purposes, such 
as the manufacture of microscope slide covers. 
It rc(iuires a glass of considerable toughness 
and fluidity. 

A ball is first blown (Fig. ii) and then flattened 
on the marver; a pontil or rod is then fastened to 
the centre of the' flattened portion of the glass, and the blowing iron is cut ofl‘. The glass is 
warmed again and is then revolved rapidly on the pontil, so that under the influence of centrifugal 
action the glass spreads and ultimately forms a flat sheet, with a “bull’s eye” in the centre. This 
method is costly, and has Ixjen replaced by the use of cut and flattened cylinders. 

Fluted sheet glass is made by blowing the bulb into a mould, the walls of 
which correspond to the desired flutes. Other patterns may be made in the same 
way., but it is better to use the process employed for plate glass. 

Dcdects in sheet glass are comprised under four heads: seediness when the glass is con¬ 
taminated with bubbles owing to its not having been properly refined; stones or uncombined 
particles which may l>e seen on examining the glas-s with a lens; colour due to some impurity 
m the sand (sec “Coloured Glasses,” p. 266), or to an insufficient or inaccurate application of a 
decolorant (p. 250); stringiness or stria— wavy and irregular markings in the glass, due to 
its irregular expansion during blowing or flattening, or to its not having been heated sufficiently, 
during manufacture. Other defects are descril)ed on p. 266. 

, The casting of glass is chiefly used for two purposes: (a) the direct moulding 
of thick dishes, basins, and other simple objects, and (fi) in the manufacture of 
plate glass. 

Plate glass is chiefly used for large windows and mirrors. It is clearer and 
more transparent than, sheet glass manufactured by blowing, but is more costly. 
The present method of making plate glass does not differ materially from that 
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used for over two hundred years; the chief improvements have been in means 
whereby plates of very large size may be produced. Sheets up to 30 ft. by 17 ft. can 
now be made with comparative ease, and larger ones are occasionally manufactured. 

The inollcn \^\-ass in a suitable melting pot is slung over the casting tal>le by means of a crane, 
and its contents are poured out as evenly as possible on an iron table. An iron roller is then 
rolled across the viscous glass, reducing it to a uniform thickness throughout. The thickness is 
determined by two straight-edges placed one on each side of the table at a distance depending 
upon the desired width of the plate. Tire glass plate is then taken to the annealing oven, and 
is afterwards levelled and jKjlishcd. The casting table must be of stout metal or it will warp 
and twist under the influence of the heal. The roller is better if heated internally, though many 
works do not adopt this precaution. 

When the cast and rolled plate is removed from the annealing chamber it has a rough, oixiquc, 
and undulating surface, but the interior should be quite clear. The plate is examined as to its 
freedom from defects, trimmed to shape and sent to be ground. 

The glass is fastened to a grinding table with plaster of Paris, and the table Is rotated about 
30 revs, per minute. Two or more ribbed rollers run eccentrically over the surface of the glass, 
their action being aided by the use of wei sand or emery. The final polish is given w'ilh felt and leather 
rollers and rouge. The ])olislicd plate is then cut into pieces by means of diamonds (small steel 
wheels aic now used as a substitute). If bent sheets of plate glass are required for curved windows, 
etc., llie polished plate is bent by healing it in iron moulds of the desired sha|%. 

Small pieces of plate glass are usually rolled by means of a loose hand-driven roller, but for the 
larger sheets the roller is worked mechanically. 

The grinding and polishing removes about half the thickness of the original plate, and as the 
glass removed is in the form of fine pow<Ier mixed with sand or rouge it represents a serious 
lovs. Varioiis attempts have been made to recover the glass from the waste abrasives, but without 
much success. A further loss is caused by the volatilisation of a large proiwrtion of the srnla. 

Reinforced glass consists of plate glass in which wire netting is embedded. 
The glass is cast, and is treated by three rollers, the first of which spreads it into a 
sheet; the wire is laid over this and is embedded by the second roller, after which 
the third roller covers the wire with a film of glass and rolls the whole together. 

The wire prevent-s tlie j^hiss from filling, even when the latter is broken, anti affords a good 
protection against stones and other missiles. It also enables the glass to afford a greater protection 
in ease of lire and burglar)'. 

For figured plate a pattern is cut on the bed or roller, and this is automatically 
transferred to the glass. 

Patent plate is sheet glass manufactured in the ordinary way, but afterwards 
polished so as to remove the stri® which usually disfigure it slightly. 

Pressed glass may be made in two ways: (a) the glass may be gathered on 
a pontil, placed in a mould and blown to shape as described on p. 256, or (i) the 
viscous glass may be drojfped into a mould and squeezed to the desired shape by 
means of a plunger as in the Briihler machine (p. 257). Great accuracy is required 
to allow just the requisite quantity of glass to enter the mould. The hot article 
may be fire-polished by exposing it to the heat of a suitable blast burner, after 
which it must be annealed. 

Annealing or cooling the hot glass under suitable conditions is an essential 
part of the process of manufacture, as glass which has been cooled too quickly is 
unstable, and may fall to pieces at any moment. As soon as possible after the 
article has been made it is, therefore, sent to the annealing chamber. 

Two patterns of these pe in use: in one the temperature of the oven i.s raised so as to be close 
to that of the giass [ilaced in it, and it is then allowed to cool very slowly. In the other method of 
annealing, the goods are placed at one end of a tunnel or lehr and pass slowly through it until 
they reach the other end, when they arc removed in an annealed condition. This is a more rapid 
and satisfactory method of annealing, and the temperature is under more complete control. It will, 
therefore, come into increased use in the course of time. Where glass is blown mechanically the . 
output necessitates a lehr of large capacity, or some method whereby no time is lost in the process of 
annealing. For many purposes, the best form of annealing oven is a tunnel 90 ft. long by 6 ft. wide, 
with an endless band running through it. The bottles or other articles ate placed on this land and 
travel through the oven in an automatic manner, the short time lor correct annealing in such a lehr 
being surprising to those who ate accustomed to the older type of cooling oven. Indeed, the 
introduction of large tanks for melting the glass (as in Siemens' regenerative furnace and its modifi¬ 
cations), combined with the use of mTChanical blowing and moulding machines, would have been 
useless had it not been for the almost simultaneous discovery of the tunnel annealing chamber. 
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Hardened glass is ihat which has been cooled very rapidly, so as to produce an exceptionally 
hard surface (sec j). 245), but no method has Iwjcn found which is completely satisfactory. The best 
results have been obtained with glasses of high melting point and low alkali content, that is to say, 
by regarding the hardness as related to the composition of the glass, rather than by endeavouring to 
treat ordinary glass so as to increase its hardness by physical means. The usual method of harden¬ 
ing glass is to plunge the hot material in oil, Imt a bath of molten lead and tin sometimes gives 
superior results. 

Hardened glass is practically unbreakabV, but if it is scratched it may suddenly fall to powder. 

The bending of glass is eflecled by heating it sufficiently to make it soft. Glass tul)es may be 
heated in an ordinary Iratswing gas flame, rotating them carefully so as to secure uniform heating, 
and then bending them to the desired shape. Sheets of glass are bent by placing tltem on a Ijed of 
whiting or of iron covered with asbestos, and placing them in an oven hot enough to cau.se the glass 
to bend to the shape of the l>ed on which it is placed. Small pieces of glass-arc usually Itent by the 
makers by holding them in the moulii of the furnace until llic glass is sufficiently soft, and then 
bending it as desired, The secret of satisfactory bending consists in getting the glass of the right 
softnes.s; it must not be overheated or it will lose its shape, nor irregularly healed or it will give a 
poor result. 

The cutting of glass is usually effected by the glass-blowci allowing a few drops of water to fall 
on the hot glass, or by touching it with a cold piece of iron. For cold glass a diamond may be used, 
or one of the hardened .steel wheels now largely used as substitutes for glaziers' diamonds. It is 
sometimes convenient to make a scratch on the glass with a file, and then to bend it sharply until it 
breaks, or to draw an imaginary line from the scratch in the recjuired direction, l)y means of an ex¬ 
ceedingly small flame. The flame cracks the glass in its immediate vicinity, and with care the 
crack can be made to extend in any direction. Small sheets of glass can also be cut by immersing 
them inaI)ow[ or tank of water and cutting them with scissors. It is nccevsary that the scissors 
and hand.s of the workman .shall be fully immersed. 

Technically, the term “cutting” relates primarily to the production of lines on the surface of 
the glass, these l>eing made by means of a rapidly revolving steel disc or wheel, the edge of which 
performs the ojxjration, being aided therein by sand or other abrasive. For ilie final polishing a 
wooden or cloth wheel and putty powder or whiting are used. For smoothing or grinding, 
wheels made of sandstone or emery are used, the glass and wheel being Iwih kept wet during the 
operation. In some works a stone or corundum wheel is used for cutting, an<l some manufacturers 
prefer to finish the ware by dipping it in a mixture of hydrofluoric and sulphuric acids which leaves 
a polished surface. 

Ground g^lass is made by rubbing the surface with sand or other abrasive and water, but acid 
sodium fluoride is also usetl as a corrosive, which acts more rapidly and uniformly than any abrasive. 
Sand-blasting is also used (see ‘‘Frosting”). 

Engfraviog is similar to cutting, but no abrasive is used, the work being usually done by copper 
discs revolving in a small lathe. Some engraved glass i.s extremely costly, and demands the exerci.se 
of the highe-sl skill. Cameos arc made by uniting two pieces of g!as.s together, the white one 
forming the front is then cut away where it is not required, leaving a white relief dc.sign on a back- 
gnmnd of a diflerent colour, (^uite recently, the demand for very cheap cameos has resulted in the 

{ rroduction of moulded designs which arc fastened to background pieces w ilh cement. Such a method 
acks the accuracy and cannot produce the sharpness and delicacy of cameos cut directly from the 
glass, and is only useful for inferior work. 

Etching and embossing are usually effected by means of hydrofluoric acid, which corrodes 
and dissolves glass exposed to its action. The glass must, therefore, be protected by a covering of 
wax or other insoluble material in those parts of the design which are not to be etched away. If 
“flashed glass”—^lass which has a film of glass of a different colour on its surface—is treated 
in this manner, the design can be in matt or transparent glass on a coloured ground or vice versa. 
’ A matt surface may also be produced painting the appropriate parts of the glass with a mixture of 
hydrofluoric acid and ammonium chloride. 

Frosting is usually effected by sand-blasting the glass so as to roughen the surface, then covering 
it with strong glue and leaving it in a warm room. As the glue shrinks it tears away sufficient of 
the glass to leave a frosted surface (see also “Ground Glass”). 

The use of the sand-blast in glass-working is very extensive, as it is rapid, cheap, and capable 
of application in a number of different ways. The process consists essentially in blowing ar fine 
spray of sharp saml on to the surface of the glas.s, any portions requiring to be left polished being 
covered with a stencil through which the sand cannot penetrate. The minute angles on the grains 
^of sand cut away fragments of the glass, leaving a surface which is remarkably uniformly roughened 
if the operation has been properly carried out. 

Iridescent glnss is made by producing tiny flakes on the surface of the glass, these flakes re¬ 
fracting and ren^ng the light in such a manner as to'produce the phenomena of iridescence. In 
antique glasses Ule iridescence is usually due to the prolonged burial, allowing time for the moisture 
in contact with glass to have produced the necessary flaking as a result of corrosion. Iridescent 
glass is usually made by eifiosing the ware to the action of a 15 per cent, solution of hydrochloric 
acid under pressure, or by sprinkling stannous chloride on the edge of the furnace, and allowmg 
fumes%Hc,t OB the glass. 
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In the manufacture of mirrors a specially made plate glass is used. It must be 
very free from defects, and if the mirror is to be made of silver the glass should 
have a faint bluish tinge to neutralise the yellow one due to silver. Two different 
processes of silvering are used in commerce: the old method in which a mercury- 
tin amalgam is used, and the newer ones in which silver is employed. 

Mercury mirrors are considered to be undesirable from a hygienic point of view, and as silver is, 
at the present time, cheaper to use than mercury, the older tyi^e of mirror is gradually passing out of 
use. The mercury is applied by laying a sheet of tinfoil on a large wooden table provided with a 
bead or rim, and mercury is poured on to the foil. If necessary, the mercury may be rubbed into 
the tinfoil before the lattei is completely immersed in it. When the mercury is about J in. deep the 
glass is laid on the mercury by placing the lower edge of the glass on the table and gradually pushing 
it forward, so as to avoid air-bubbles. When the glass rests on the foil {which is now a mercury-tin 
amalgam), the table is inclined and the excess of mercury flows away. The glass is now weighted 
so as to press llie amalgam uniformly on to the surface of the glass and to expel any excess of mercury. 
After forty-eight hours, the glass may be placed vertically in a trough, and after a month the mirror 
will be ready for use. 

A more recent methtHl is Ileydon’s patent, in which the glass is painted with a paste made liy 
suspending electrolylically atomised mercury in water or alkaline solutions. The mirror is ready as 
soon as the whole surface is covered uniformly. 

Silver mirrors are prepared by precipitating metallic silver on the glass. This is a delicate 
operation, as the solutions used, when once mixe<l, are in a very unstalde condition. A suitable 
mixture consists of (d) silver nitrate, dissolved in water, to which a little ammonia is added, the 
solution containing i per cent, of .silver nitrate, and (/>) a reducing solution made by dissolving 
20 tartaric acid or Rochelle salt, with 20 g. white sugar and 4 g. silver nitrate in water, 
bcuUng for half an hour, filtering and diluting to i litre. Equal volumes of the silver and the 
reducing solutions arc mixed immediately before use, and the glass is immersed in the solution. 

It is essential that the glass surface to be silvered shall )>e cleaned very thoroughly and rinsed 
with alcohol. Then, without wiping or allowing it to dry, it should be immersed in the mixed 
solutions. After about an hours immersion, the glass is rinsed with warm water and dried in a 
warm place. If properly made, the deposit will be firm enough to be polished with the ball of the 
hand. It should be protected with a layer of varnish. 

Other similar solutions have been found to be equally sarisfactory, the success of the silvering 
depending more on the skill of the operator than on the solutions used. 

Various methods of deixisiting silver electrolylically on glass have been patented, but none of 
them has attained full commercial success as the film of silver is too thin to be sufiicianlly durable. 
One of the l>cst mc.ans of overcoming this difficulty (French Patent, 444,710) consistsin applyingan 
electric current simultaneously to a large number of points on the film of silver, moving the cathode 
so that ea' U particle of silver is in turn brought in contact with it, and thereby depositing a uniform 
backing oi cop^ver. 

As the value of a mirror depends on the completeness with which the image is 
reflected from the surface of the meroury or silver, it is essential that this should 
form a film as bright and uniform as possible. 

OPTICAL GLASS 

The production and working of optical glass differs in many respects from those 
previously described. Owing to the peculiar requirements of the makers of modern 
scientific instruments, far more attention has to be paid to the minor characteristics 
of optical glasses and, consequently, they are much more expensive than other forms 
of glass. Moreover, at least 6o per cent, of the glass made for optical purposes must 
be discarded on account of small defects, so that the amount of material made is out 
of all proportion to that actually entering into the finished instruments. 

Defects which would have been overlooked a few years ago are now regarded as of sufficient 
importance to dis(]ualiry glasses for some instruments, and the enormous amount of research carried 
out by the leading firms of optical glass manufacturers has resulted in the production of glasses of a 
quality and power quite undreamed of a few years ago. The two chief difficulties with which thd 
manufacturer of optical glass has to contend are the production of a “metaE* of complete uniformity 
and freedom from specks, strix, tensional and other strains, and the possession oy the glass so 
produced of the requisite optical characteristics to enable itj be used in the instrument for which 
It is made. 

The composition of most optical glasses resembles that of crown and flint glass, 
respectively, pieces of each of these glasses being used in combination in order 
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to produce the requisite refraction of the light, and to form an image free from 
distortion and rings of colour (f.e., anastigmatic and achromatic). 

Light from tlie blue end of the sjiectrum, when passing through flint glass, is dispersed more than 
that passing through crown glass, so that the older combinations were not entirely free from 
chromatism. The most recently made glasses of the best-known firms are, however, so adjusted by 
varying the composition of the glasses forming the combination of prisms or lenses as to reduce both 
dispersion and chromatism to the minimum. Thus the blue end of the spectrum is shortened by 
replacing some of the silica by boric acid. The use of baryta, magnesia, alumina, and imc oxide 
also affects the optical properties of glasses. 

The chief optical constants which determine the use of a particular glass are 
{a) The refractive index for the sodium line (I)) in the spectrum, =Mn. 

(i^) The mean dispersion for lines C to F in the spectrum, =A. 

(c) The ratu) of refractive index to mean dispersion, = . 

A 

The refractive index is closely related to the specific gravity of a glass, and is varied by any 
changes in the latter. The dispersion varies with the composition of the glass, being lowest with 
ghisses rich in boric and phosphoric acids, and highest in glasses rich in liases, lienee flint (lead) 
glasses are largely used on account of their high refraction and dispersion, hut low ratio. If low 
dispersion and refraction arc required, crown (alkali-lime) glasses arc used, though they have 
a high ratio. Baryta glasses have a high refraction, a low dispersion, and a high value for r. 
Unfortunately, the optical pro|)erties of glasses and combinations ate limited by the chemical 
stability of .some of the glasses which can l>c produced. Thus boric and phosphoric glasses may 
only contain a small proportion of alkali; otherwise they are hygroscopic and soon become opaque. 
Some other possible compositions arc useless because of their rapid devitrification. 

Other qualities desired in optical glasses are:— 

Transparency and freedom from colour : though the presence of small bubbles and of a 
decidedly greenish-yellow colour do not interfere with the use of some glasses as lenses, and 
technical perfection in the glass is often sacrificed to other optical properties and to cheapness. 

Homogeneity or freedom from striae and other irregularities. It is important to test for these 
by examining the glass in a beam of truly parallel light, when the strle appear as alternating bands 
or lines. For many purposes inclusions and bubbles arc less serious than stnie (sec “ 1 lefccls,” p. 260). 

Hardness, so that the articles made from the glass will not be unduly sj)oiled by the ordinary 
processes of cleaning. 

Chemical stability, in order that the glass may not devitrify or become ojoaque. 

Absence of internal strain, so that there may be no undue distortion or tendency to fly to 
pieces. This is secured by careful annealing. 

Suitable refraction and dispersion. The refractive index of most glasses lies between 1.4 and 
1.9, as outside these limits the glasses are unstable. Several trans|)arent minerals, such a.s fluorite, 
have much larger refractive indices. 

The manufacture of optical glass consists in melting the ingredients which it 
is expected will produce a glass of the desired characteristics, a crucible with a cover 
(Fig. 2) being used for the purpose. 'I'he molten mass is freed from gall or scum 
from time to time, and is heated intensely so as to clarify it (p. 254). When test 
pieces indicate that the glass is satisfactorily clarified, the stirring is begun (p. 254), 
and is continued until the glass is almost solid, a fire-clay cylinder or a porcelain rod 
being used for this purpose. Usually the glass js then allowed to cool slowly, and 
when quite cold the pot in which it was melted is broken up and the best pieces 
of glass are selected for use or for remelting. 

At the Jena works a more elaborate process of cooling is used, the glass being maintained at a 
temperature of 47o'’-57o” C. for sevend weeks, and if tlie glass is required for very s[icdal work, 
such as large lenses, it is remelted and recuoled several times, as many as ten such treatments not 
being unusual. Thus for the objective (36 in. diani.) in the Lick telescope, no less than twenty 
casting., were necess.iry, and its manufacture occupied four years. 

The difficulty of preparation and the enormous amount of experimental work 
requited, particularly in the endeavour to make improvements in the glasses 
manufactured, make optical glasses of the best qualities exceedingly costly, and 
it is doubtful if it can be made on a large scale at a profit until melting pots of 
a much greater refractoriness and resistance to corrosion have been invented. 
These would enable much higher temperatures to be reached, and would greatly 
facilitate the ftianufacttre of the glass. At present, electrical furnaces appear to 
be unsuitable (see p. 255). 
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SPECIAL GLASSES 

With the development of science, and its increasing application to practical and 
industrial matters, has arisen a demand for a number of different kinds of glass, 
each having one or more special jtroperties in addition to those for which glass is 
generally known. These special glasses are conveniently considered separately. 

For chemical purposes glasses are required which have a high degree of 
resistance to chemicals and to sudden changes in temperature. 

Such glass is now manufactured by several firms, but was first made on a commercial scale in 
the famous works of Schott & Abbe in Jena, and sold under the term Gerate glass j its definite 
composition has never been published by the manufacturers, and some analyses which presume to 
give this information are by no means correct. It is, however, admitted to he a baryta glass 
containing boric acid and alumina, with little or no alkali. For English substitutes see p. 253. 

For steam boiler gauges and similar purposes the Schott Verbundglas is 
specially useful, and has a resistance to chemical reagents which is five or six times 
as great as that of ordinary glass. 

This glass is sold under the name Durax, and is a horo-silicatc glass. 

For lamp and gas-burner chimneys a glass of exceptional thermal endurance 
is re()uircd, as the heat from an incandescent mantle is exceedingly great. 

The Jena works have thcielorc placed on the market chimney glasses made of a horo-silicate 
which is very infusible, and yet not sensitive to sudden cooling. This glass is reputed to have a 
comiiosition corresponding to 66 jier cent, silica, 24 per cent, boric acid, 4 per cent, antinionious 
acid and 6 per cent. soda. For an English substitute see p. 253. 

Glasses which arc transparent to selected rays are important in some 
surgical and other work. 'I'hus, the ultra-violet rays are damaging to some eyes, 
but protection may be obtained by using glass such as that invented by 
Sir Win. Crookes, which is impervious to the rays it is desired to avoid. 

For u.se in mercury vA|>our lamps and other purposes, where it is desired to utilise the poweifully 
actinic ultra-violet rays, a glass invented hy /.schimmer, and made at the Jena works under the term 
Uviol glass, is valuable. This glass is based on Zschiinnier's discovery that the ultra-violet rays 
are slopped liy metallic oxides in the glass, lead being the strongest, soda next, and jjotasli the 
weakest in tins respect as regards a boro-silicale glass. Sackur, on the contrary, has produced 
a glass which is opaque to all the phott)graphically actinic rays by healing the glass with a mixture 
of sulphide and sulphate of silver. The silver is reduced to the metallic state and colours the 
glass brown. 

For electrical insulation, a boro silicate glass containing baryta and lime, but 
free from alkali, has been found by Schott to be highly satisfactory. 

For thermometers, a whole series of special glasses are now made, according 
to the particular purposes for which the instruments are to be used. 

Afost glasses expand slightly on repealed use as therniometcr.s, so that tlic inslrumenl.s give a 
lower reading than they should do. This phenomenon is known as depression. It is most marked 
in glasses containing both jwtash and soda; glasses which contain only one of these oxides arc 
belter, but two of the glasses ma<le at the Jena works are quite free from this defect. Glass i6 III. 
consists of 67.3 per cent, silica, 2 per cent, boric add, 14 per cent, soda, 7 pet cent, lime, 7 per 
cent, zinc oxide, o.2iper cent. MnO, and i.5 per cent, alumina. No. 59 III. consists of 72 per 
cent, silica, 12 per cent, boric acid, ii pcx cent, soda and 5 per cent, alumina ; it is very refractory, 
and is largely used for nitrogen thermometers for measuring temperatures up to 500° C. No. 16 III. 
is used all over Germany for the manufacture of thermometers and hydrometers. Moreover, it is 
easily worked in the blow-pipe on account of its content of boric acid and alumina. 

Artificial gems arc made of strass or paste, which is a dense lead (flint) 
glass with the highest available refractivity, and may be regarded as a special 
kind of optical glass. Most natural stones are crystalline, and cannot therefore be 
perfectly imitated by any amorphous glass. By cutting the glass so that it may * 
have similar facets to the genuine stones, however, sufficiently good imitations may 
be made, though glass can never be as durable as true stones. The raw materials 
used must be specially purified, so as to obtain the greatest possible transparency, 
clearness, and freedom from colour, particularly for imiution diamonds. 

A typical mixture consists of powdered quart/. ic» parts, red lead 157 parts, caustic Mtash 
54 parts, boric acid 5 parts, and white arsenic i part. These are mixed well together, meUed in 
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a covered pot, carefully freed from scum or gall, and then stirred carefully and continuously until 
the metal is too stiff to stir any more. It is then annealed with great care, and the pot is eventually 
brolcen up and the fragments of glass are cut to the shajics de.sired. For coloured stones, the glass 
has jiddcd to it a small quantity of a suitable metallic oxide (p. 269). 

Paste gems may usually be detected by their inferior hardness and by their 
lower refraction. Chemical tests can seldom be applied, as they would too seriously 
reduce the value of the gem if it were genuine. 

During the past ten or fifteen years the production of gems of the same com¬ 
position as natural ones, but prepared artificially, has been extensively developed. 
F* these see separate article, p. 63, Artificial Gems. 


DEFECTS IN GLASSES 

The chief characteristic of ordinary glassware is its transparency, freedom 
from colour and lustre. In the best modern glasses these projterties are retained 
without difficulty under ordinary conditions, but the ancient glasses—which were 
necessarily rich in alkali in order to be of the requisite fusiWlity—suffer from a 
species of corrosion which is commonly termed decay. This is specially noticeable 
in the antique glasses preserved in museums and elsewhere. 

The defects of glasses may he arranged in three groups, as suggested by Pazaurcck :— 

(a) Glasses which have been badly manipulated by the workmen engaged in their manufacture. 
Such glasses contain bubbles, inclusions of unmelted particles, particles of reduced lead, caused by 
stirring a flint glass with a wooden stick, striai, and other signs of lack of homogeneity. Nothing 
can be done with such glasses when they have once been made into articles (see p. 260). 

(d) Glasses which have decayed by cxposuie to unsuitable comlilions. The most freciucnt cause 
of trouble in this resj'>ect is the too vigorous cleaning of the glass with strong detergents, such as 
caustic alkalis or mixtures of soap an<l flne sand. Some glasses will be corroded if left wet for a 
long time, as the water has a perceptible action upon them. As the interior of the glass is usually 
softer than the outside, owing to differences in the annealing, extensive abrasion of the outer film 
only increases the tendency to decay. Glasses should, therefore, be wiped quite dry and, if valuable, 
should be store<l in dry and dust-proof cabinets. 

{c) Glasses of defective composition, this being the cause of their decay. Such glasses will 
devitrify in course of lime, or will develop colours which they did not originally possess. Th^ 
development of a colour after exposure to intense sunlight, or to some of the more aclinic rays 
pro<lucc<i in electric lamps, is often due to the use of insufficient decolorant (p. 250), Imt this is 
by no means invariably the case. The colour may sometimes lie discharged by healing the glass 
to dull redness. The precise cause of this coloration has not been fully explained ; it is nut 
improbably due to some rearrangement of the atoms within the glass molecule, brought about by 
the action of the light or other emanation. Some su^estions with respect to this will be found 
in the section on the “Constitution of Coloured Glasses” (p. 267). 

Mattness or turbidity is sometimes due to the production of minute hair-cracks on the surface 
of the ware; this'may Ije followed by spalling or flaking. 

Cut glass tends to decay more rapidly than plain or moulded, as the cutting removes a {xirtion 
of the harder external film and exposes the softer glass beneath. There is no remedy for this, as 
an effective reheating and annealing would destroy the beauty of the article by rounding the sharp 
edges of the design. 

The dec»y of glass is not due to a contagious disease, as is often supposed by the ipnorant, but 
to the fact that all glasses are slowly soluble in water, those which are rich in alkali being the most 
readily attacked. 


OPAQUE AND COLOUTlED GLASSES 

The production of coloured glasses forms an important branch of the industry 
of glass-making, though most of the colours employed have been in use for many 
years, and some of them for several centuries. 

The improvements which lave made possible some of the most Ijeautiful of modern coloured 
glasswares are, therefore, due to the use of pure colours, and of improvements in the manufacture 
of the glass itself, rather than ter any striking discoveries in the form of new materials. An exception 
to tliis general statement may, perhaps, be found in the case of the selenium compounds, which will 
be mentioned la^ar. 

The question, “V^hat makes certain glasses coloured?" is extremely difficult to 
answer. It is not sufficient to state that the colour is due to certain coloured 
silitai^, unless the precise compounds are stated, and this is usually omitted, or 
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expressed in very indefinite language by writers on this subject. The reason is 
simple, and is due to the general conception of glasses as mixtures of various 
substances in a semi-fluid state, t.e., in the state known as a “solid solution” (p. 241). 

If, on the contrary, glasses are recognised as being definite chemical compounds (though like 
most commercial compounds they ate not in a pure slate), much of the difficulty of understanding 
their constitution is avoided ; this is especially the case with coloured glasses. The difficulty of 
proving in a simple manner that glasses are really definite chemical compounds is, however, very 
great, as glasses do not all lielong to one class of comixiunds, some being much mote complex than 
others in their composition. 

According to W. & D. Asch, most, if not all, glasses ate composed of a series of ring compouips 
(p. 236), and at some of the points of combination various metallic oxides may be introduced into 
the molecule. These positions are marked with a -I- in the formulic on pp. 237-239. It is these 
metallic oxides in combination with the immediate silica groups which form the chromophore or 
colouring agent. The structural formulx of three important glasses —confer ruhy, and 
avmturmc -may lie represented as shown on p. 268.* 

Many facts hitherto inexplicable can be understood by means of such formula;. Thus the 
formulie show that only the aventurine contains free copper; this was proved by Wohler who 
extracted the metal with mercuric chloride, and by Zulkowski who converted it into cuprous oxide 
by means of an ammoniactil solution of copper sulphate. Zulkowski has also proved that ]iorpora 
and copper ruby glass contain no free copper when properly made. Ills researches also destroy 
the foundation for the view that the colour of thc.se last two glasses is due to the glass holding 
metallic copper in solution, liontemps, and, somewhat later, Seger found that many different 
colours can be produced from the same mixture by altering the conditions of firing, and jiarticularly 
of the nature of the gases entering the crucible <,r gla‘S-pot. This may be explainetl by regarding 
the atoms immediately connected with the copper in the compound as forming a chromoithore 
group; if the glass is exposed to reducing conditions the oxygen is removed from this chromophore 
group and the gkass is converted into a dark grey or bkack mass, but on treatment with an oxidant 
the red colour is restored. 

It has long been puxzling to undcrsltvnd why so small a proportkm of colouring agent could 
effect so large a proportion of gla,ss. This fact is, however, a direct consequence of Asch’s theory 
and formula;, and a further conse(|uence is that the maximum possible content of colouring oxide 
is definite and necessarily small; its amount for any metal is determined by the number of mclecules 
which can be introduced into the formula at the points previously indicated. If analysis shows 
more cop])et (or other metal) than can lie accommodated at these points, the remainder must exist 
in the free stale (as in aventurine glass). 

Whilst the application of this theory of the constitution of coloured glasses has not yet been 
applied individually to many of the products of English glass-works, the success met with on its 
application to glasses of German and French origin merits its further study in this country. It is 
not, of course, necessary that a coloured glass should consist exclusively of one kind of compound ; 
on the contrary there is evidence that some coloured gla.sses consist of a coloured gkass mixed with 
a colourless one. Seger’s ruby glass made by adding i per cent, of copper to a glass corresponding 
to 6Na„0.6(ia0.61i20j.30.Si02 appears to be of this kind, as the chromophore group can retain 
4 per cent, of copper in the moleaile. 

Fortunately, the manufacture of coloured glasses has reached a high degree 
of perfection quite apart from any accurate knowledge of the chemical constitution 
of the glasses, for the colours can, in most instances, be formed by adding a suitable 
oxide to the glass mixture and then submitting the contents of the pot or crucible 
to such oxidising or reducing flames as experience has shown to be necessary. 
Two methods of colouring are used : the colouring agent is mixed with the whole 
bulk of the glass which is then known as pot-metal colouring, or a little coloured 
glass may be applied to the surface of the glassy mass, this being known as flashing. 
Flashing is obviously far cheaper in some instances than is pot-metal colouring, 
but with cheap colouring agents, such as iron, there is little difference in the two 
methods. 

A third method of colouring glass consists in painting pieces of colourless sheet 
glass with more fusible glass to which suitable colouring agents have been added; 
this method is used for the stained glass employed for windows in churches, etc. 
After painting, the glass slips are reheated in a small muffle furnace so as to fuse ‘ 
the coloured glass without affecting the background on which it is painted. 


* It should be observed that each hexagon in the formula contains both silicon and oxygen atoms, 
the tri-hexagon, being equivalent to SiisOa,, as explained on p. 237. 
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The following colours are produced with the oxides named l)elow:— 

Green glass is usually produced by iron compounds, which form a variety of shades according 
to the form in which the iron is introduced. Magnetic oxide or a mixture of ferrous and ferric 
oxides produce the typical “ bottle glass green ” ; purer ferrous oxide proiluces a bluish green ; ferric 
oxide produces a yellow or yellowish green, tlie yellow lone being strongest in flint glasses. Under 
some condilions--{x>ssibly with reduction of the iron to the metallic state—a purple-red colour is 
formed. 

Chromium oxide also produces green glasses, but they are more or less ye)h>w if the conditions 
in the furnace are unfavourable. It is usually added in the form of potassium bichromate, and care 
must I'e taken not to add excess or it will render the glass turliid without giving it the desired 
colour. The so-called chrome aventurine is ma<le by using an excess of chrome, wliicli crystallises 
out in the form of minute green crystals, reputed to consist of chromic oxide. Copper oxide also 
produces beautiful green glasses, providing it is fully oxidised. Mixtures of chrome and copper 
were used for the green wine-glasses of the Komans. 

Blue glass is sometimes made by adding copper oxide to a glass rich in silica and alkali, when 
a rich sky blue may be obtained, but the chief agent for the production of blue glass is col)aU oxide. 
So powerful is cobalt that o. l per cent, of it will produce a deep Idue glass. The colour is changed 
to violet in the case of soda glass, and to sky blue in the presence of a little iron or copper. 

Violet glass is usually made with manganese compounds, the composition of the glass 
affecting the colour; thus soda glasses are reddish vitdet, }X)tash glasses are bluish violet, and so on. 
The coloiiiing power of manganese is somewhat weak, and Ujivvards of 6 per cent, is generally 
necessary. Manganese cunijwumls are very sensitive to reducing agents, and their coloui is 
generally discharged if the glass melt containing them is subjected to reducing gases. They are, 
therefore, a valuable means of decolorising some gl.isses. Nickel oxide produces violet glasses, 
but is somewliat uncertain ; the best results appear to be obtaine<l with potash-lead (flint) glass. 

Brown glass may lie produced by nickel in a crown glass, or by a mixture of manganese and 
iron oxide in other ly))es of glass. 

Yellow glass is commonly produced by means of iron compounds in the presence of an 
oxidant, such as imanganese, by the addition of an excess of red lead, or by the use of uranium 
oxide. I'inely divided carbon (charcoal) also makes glass yellow, especially in the presence of 
sodium sul))hi(ie. Sulphur ctmipounds ate valuable colorants, and the yellow glasses they produce 
are specially useful inasmuch as they jirc selective in action, and do not permit ultra-violet rays to 
])ass through them. I’or this reason, they are valuable in glasses used for storing liquids which are 
sensitive to light, such as beer, solutions of silver salts, etc. Lead aiuimoniale is sometimes use<) 
for glasses with a yellow opacity. 

Black glass, like black porcelain, is unknown ; the nearest approach to it is a veiy dark violet 
or blue with some brown in it. Such a glass may be made by mixing cobalt, manganese, and iron 
f'xides willi the glass. A dark hyalite glass is also made by adding ferric sulphide to bottle glass; 
the sul]>hur and iron combine to produce a glass which, for many purposes, is sufiiciently dark to be 
regarded as black. 

In borax glasses, copper oxide .and manganese dioxide give l>eltcr results than manganese 
dioxide and cobalt. 

Pinkish shades are frequently made by flashing with a thin fdm of red glass, but pot metal can 
1>e coloured pink with tellurium, or with selenium compounds. 

Red glass may l>e made with either gold or copper .as the colouring agent. An extremely 
small proportion of gold is necessary, and it is commonly understood to be in the form of a colloid 
or suspension of the metal, the particles of which are so fine as to be distinguished only by the ultra- 
microscope. Zsigmondy estimates their diameter at o.cxxxjl mm. One of the best methods of 
preparing gold ruby glass is to precipitate the gold with colloidal stannic acid, and to add this to 
the glass. A yellowish glass is usually formed at first, but on reheating it turns to ruby 5 the 
healing must then be sloped, as prolonged or excessive beating spoils the colour. Copper red 
glasses are of several kinds; three have already l>een mentioned, and their formula,' given on 
p. 268. The l>est results are obtained with a flint glass to which a small proportion of cuprous 
oxide, a little stannic oxiJo, and a reducing agent are added. The glass produced is almost 
colourless, but its colour is developed by reheating in a inuflle. 

Silver stain '.s a erm applied to the yellow colour produced on glass which has been painted 
with a mixture clay and silver nitrate and then healed in a muffle. The silver t>enetrates the 
surface of ibe glass ami produces a permanent yellowish stain. This method is extensively used in 
the production of yellow .signs on a transparent ground. 

White opaque glass is made by adding an insoluble white oxide to the glass. There are 
several .substances available for this purpose, the chief of which are cryolite, felspar, fluorspar, 
calcium phosphate (bone ash), tin oxide or even silica. The best opadfying media are those which 
dissolve completely in the molten glass but devitrify or crystallise out on cooling. The crystals 
must be extremely minute, and in many cases they are so small a.s to render it doubtful whether the 
opaque material is not amorphors. Tin oxide is an exception to the rule just .slated, as it is an 
excellent opacifier, but does not dissolve in the molten glass to form a clear solution. The oxides 
of antimony and arsenic are also used as opacifiers. Opal and alabaster glass have a smaller 
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proportion of opacifying agent than the more opaque glasses, but otherwise they are of the same, 
nature. Milk gUss, such as is used for the backs of thermometers, on the contrary, may contain 
as much as 30 per cent, of the opacifying agent. 

Gilded glass is an important feature of many articles imported from Bohemia. The gilding is 
effected by the use of a solution of gold in a special balsam', the mixture being sold by dealers in 
g 1 ass>makers’ materials under the term “ Liquid (iold.” This solution is a])plied to the pajfts to be 
decorated, and they are then heated in a imillle furnace to a dark red heal. This produces a bright 
gi/t which requires no burnishing. The same process is used in pottery manufacture. 

Uses of Coloured Glasses. —^The greater part of the coloured glass made is used in the form of 
fancy articles, though large quantities are also used in the fi>rm of sheet for windows and decorative 
w»>rk. Thin sheets of opaque white glass, cut to the size of bricks, are also largely used as a 
substitute for glazed bricks for the lining of ojvjrating theatres and other buildings where sanitation 
and cleanliness are of first importance. In many instances it would be better to use much larger 
sheets, and the success attainedby these in a few instances is likely to lead to their extended use. 

Articles for table or decorative purposes may have designs worked on or in them by means of 
coloured gla.ss, applied by the maker during the process of blowing and working. Thus a small 
piece of opaque or coloured glass may l>e altached to a wine-glass in course of formation, and by 
twisting the coloured glass in various ways many intricate ami pleasing ilesigns may l>e produced in 
a simple manner. Some of the work done in this way by the ancient Venetians has never l>een 
surpas.sed either in the skill of the workmanship or in the taste displayed in the design used. The 
tendency at the present day is, however, to avoid these delicate designs and to apply the colour in 
larger and simpler masses. 

A comparatively new use for coloured glass is in the prDduclion of tiles for walls or floors. 
These arc known by various fancy names, Garchy’s Keramo Iwing one of the earliest of these 
terms. The malcrml is made by heating broken glass until it devitrifies, and then more rapidly 
until it fuses sufficiently to bind the crystals together. The fell-like arrangement of the crystals 
produces a material as strong or stronger than tiles made of earthenware and of c*quallygood 
appe.'irance. By cutting the blocks of devitrificd glass into irregular lilocks and arranging them as 
a termzzo or mosaic, an extremely handsoipc effect may he produced. The blocks may then be 
united by means of a mortar of powdered fiisilile glass, the whole being heated until this glass 
fuses, or Portland cement mortar may be used. 

QUARTZ GLASS OR FUSED SILICA GLASS 
LITERATURE 

J. Bronn’s “ Elektrische Ofen in Dienste der kcramischen Gcwerlic und der Glas- and 
Quarzglaser-zeugnng.” Halle, 1910. 

J. K. B 0 TTOMI.KY.— “Seventh Inti. Congress Applied Chemistry,” II., 181. 

C. Coi.NE.—“ Metallurgical and Chemical Engineering,” IX., 226. 

Anon. — Chemical Trade Journal, XLVI., 61, Lll., 104. 

Modern facilities for the production of exceedingly high temperatures permit 
the fusion of materials at one time considered quite infusible, and amongst other 
substances now obtainable in commercial quantities, as a result of the existence of 
these facilities, is quartz or sand which has been brought to a state of semifusion, 
and, on cooling, forms a substance with many of the properties of a glass. 

There is a considerable diversity of opinion as to whether such a material should iw termed a 
“glass,” inasmuch as it is a single oxide, and not produced by the fusion of an acid (silica) with 
a base (soda, etc.). Those who term fuseri silica a glass refer to its physical properties alone, whilst 
those objecting to this term do so on the ground of its chemical composition. If, however, glasses 
are regarded as definite salts of the acid H,Si,Oz, it is clear that the fused silica must be regarded 
as the anhydride of the same type of acid, which may Ire closely related to the glasses, but is yet 
chemicatly distinct fmm them. At the present time, however, there is a strong tendency in some 
scientific circles to regard the term “glass” as conveniently applicable to a number of substances 
with approximately similar physical properties—the chief of which is that they are amorphous and 
highly viscous substances obtained by the relatively rapid cooling of a fused mass. Such a definition 
has its uses, but it tends to cause confusion with the slags—which are widely diiTerenl from the 
glasses—and with a number of other substances of an entirely different composition and origin. 

“ Fused silica consists essentially of almost pure silica; though often termed 
“quartz glass” this Is incorrect, for the word “quartz” relates to one of the 
crystalline forms of silica, and on fusion it loses its distinguishing properties, and 
is therefore more desirably known by a term indicative of its composition. For 
this purpose, “ fused silica ” is convenient and suitable. 



It is not correct to represent the composition of this fused alia by the symbol SiO« as it is in 
all iwobability a polymerised form of silica for which the syml>ol (SiOglx is more corrert. It is not 
at present possible, however, to state the nttmerical value of x, nor the number of silicon atoms in 
a molecule of either quartz or fused silica. 

The glassy nature of fused- silica has been known for many years, but the use 
of an oxy-hydrogen flame for its production was considered to be too costly a 
process, so that it is only recently that its valuable properties have been recognised. 

The earliest recorded production of articles from fused silica is that by Gaudin in 1839, and this 
was followed in 18^ by Gautier who prepared capillary tubes from this material. The first in 
this country to rect^nise the value of fused silica was Professor Koys, who, in 1889, prepared fine 
threads of the material for use in the measurement of minute forces. In 1901, Shenstone exhibited 
a number of articles of fused silica in a lecture liefore the members of the Royal Institution, and 
in the following year Heraeus quite independently prepared a number of other aiticles from the 
same materials. 



Kig. 12.—Apparatus made of Transparent Fused Quarli. 

{By courtesy of Messrs The Silica Syndicate Ltd.) 

The Silica Syndicate Ltd., London, work in connection with an improvement of Shenstone’s 
method, and produce a cleat and transparent “glass.” 

W. C. Heraeus, G.m.b.H., Hanau, uses the method devised by Heraeus, and also produces 
a clear and transparent ‘-glass.” 

Deutsche Quarzgesellschaft, m.b.H., Beuel on Rhine, uses Voelker’s method (p. 273), in 
which a cloudy “glass” is produced. 

The Thermal Syndicate Ltd., Wallsend-on-Tyne, use J. F. Bottomley’s process (p. 273), 
and also produce a semi-transparent “glass.” 

Since their first inception, the methods of all these firms have been greatly 
improved, but for obvious reasons many of the improvements have been maintained 
as trade secrets, especially as regards the production of the largest pieces of ware. 
In any case, the production of such ware must be exceedingly difficult, as the 


' This statement is a natural consequence of the hexite theory previously mentioned, but it has 
been confirmed experimentally oy G. Martin (Chem, News, 1915, CXII., oi), who has shown that 
precipitated silica, when dehydrated, has the minimum formula SijOu (see footnote on p..238). 
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temperature required varies from i,70o°-2,ooo° C. Briefly, the four firms mentioned 
work as follows 

In Shenstone’s process (now obsolete) the quartz is heated to i,ooo° C. 
and is then thrown into water; it is then reduced-to a very fine state of division 
without the particles falling to powder, 'i'he loose mass is next heated in an oxy- 
hydrogen flame until the particles melt one after the other and form a solid mass 
of “ fused silica.” This mass is wrapped round a platinum wire, and the coils are 
heated in the oxy-hydrogen flame until they fuse together and a tube is formed. 



Fk;. 13.—Evajioraling Basins made of Transjiarcnt Fused Ouart/. 
(/>'>< courtesy oj Messts 7 he Silica Syndicate JAd ) 



Fig. 14.—Apparatus made of Transparent Fused Quart*. 
{By cemriesy of Messrs The Silica Syndicate Ltd^ 


This tube forms tlie basis of all further articles which may be made, as it can be 
melted together at one end, blown into flasks, etc., and generally worked like glass. 

The Heraeus firm heats quartz for some time at 570° C., which causes it to 
break up into small pieces, which are afterwards fused in crucibles made of iridium. 

As this metal is costly and the crucibles are strongly attacked during the fu.sion, this method 
(like that of Shenstone’s) is very costly. Quite recently this firm has iiatented the use of a mixture 
of zircooia and alumina for crucibles, and is using such a mixture at the present time. Carbon, lime, 
and clay crucibles cannot Ite used ; the first reduces the silica to silicon, the second and last combine 
with the silica and form a slagdike material. 

The fused material is worked like glass, and flasks of 50 c.c. capacity can be 
blown without any trou 1 )le. Means have also been found for casting the material 
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in iridium moulds so as to obtain hollow cylinders, which are afterwards blown 
and worked in the oxy-hydrogen flame. 

This hrm claims that it can produce in fused silica all articles which can be made in ordinary 
glass with an ordinary blow-lamp, provided that the dimensions desired arc not too targe. The 
largest article made by this firm in fused silica is, so far as the writer is aware, a tube 50 in. long 
and 2 in. diameter. 

The Quarzgesellschaft and the Thermal Syndicate are able to work 
much more cheaply than those just mentioned, and the size of the articles they 
produce appears to be unlimited, coils of piping over 3 ft. high and basins z ft. 
in diameter, having been shown by the latter firm at the International Congress 
of Applied Chemistry in London in 1910. The Thermal Syndicate use pure 
quartzo.se sand, which is heated electrically by means of a specially devised furnace, 
one electrode of which is embedded in the sand, whilst the sand itself forms its 
own crucible, as that which is furthest from the electrode remains unfused. The 
material is never completely fused, but is raised to a state of semi fusion, so 
that the material possesses the requisite mobility for it to be worked like glass. 
Like glass which has been imperfectly cleared, it is cloudy and only semi-transparent, 
being permeated with numerous bubbles, whilst the surface is very rough. The 
external roughness may, to some extent, be removed by grinding. The process of 
manufacture is protected by various patents, of which 10,670 and 18,434 (1904) 
are the most important. 

This ware is known by the trade name of vitreosil, and has a pretty pearly 
lustre in the smoothest purls. 

Tlie nuineriius tjulitites it contains prevents it being u.sc<l for optical purposes and for photo- 
cliemical work, and distinguishes it at once from the perfectly clear ware produced try the Silica 
Syndicate and the Ileraeus processes, the latter being clearer than much of the glass used for' 
laboratory jiurposes. In addition to its ineslimalile value in the chemical industries dealing with 
acids and other cliemirals of a corrosive nature, vitreosil is useful for many decorative puriio.ses, 
its [rearly lustre licing very charming and quite durable. 

Voelker’s process differs from that used by the Thermal Syndicate, 
chiefly in the construction of the furnace used; details are given in the Patent 
Specifications, 5,764 (1907) and 18,713 (1909). The fused silica is moulded in 
iron moulds, a hollow cylinder with one end closed being introduced into the latter, 
a pellet of wet pa|)cr is drojiped into the cylinder, and the open end is immediately 
closed by pressure. 'J'he water in the paper immediately causes the production of 
huge quantities of steam, which exerts sufficient pressure to make the viscous mass 
fill the mould. 

The Quarzgesellschaft, working Voclkcr’s patents, claim that transparent fused silica can he 
produced by them under favourable conditions, though the bulk of iheir product is only semi¬ 
transparent and closely resembles vitrco.sil. 

H. J. S. Sand (British Patent, 15,629,1913) obtains quartz glass free from bubbles by enclosing 
the crushed or quenched crystal in a highly evacuated envelope, and melting the whole mass in 
the electric furnace. 

Apart from the patent specifications, the best descriptions of the various methods 
of fusing silica will be found in Bronn’s “ Elektrische Ofen in Dienste der keram- 
ischen Gewerbe und der Glas- und (Juarzglaser-zeugung ” (Halle, 1910). 

The chief properties of fu.sed silica are its complete resistance to water, 
acids, and neutral solutions (compare Glass, p. 246), the only exceptions 
being hydrofluoric acid and hot phosphoric acid, and their magnesium and 
ammonium compounds. 

All alkalis attack fused silica, and most metallic oxides do so at a 
sufficiently high temperature. 

Indeed, so Mnsitive is the dear fused silica to alkalis that the small proportion in human 
perspiration which is left by touching a clean piece of ware wiih the fingers and then beating to 
biignt redness is sufficient to leave marks on the ware. For this reason, Heraeus recommends that 
all the ware should be rubbed with alcohol immediately before u^e. 

Fused silica ware must not be heated in contact with asbestos, as it combines 
with it, but should be supported on triangles or other supports made of vitreosil. ’ 

VOL. II —18 
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At 1,000° C. fused silica ware becomes pervious to gases, though less so than 
platinum. At 1,600° C. it softens, and so is unsuitable as a container for substances 
to be heated above this temperature. Prolonged heating at 1,200° C. induces 
devitrification, especially in thin ware; short exiKisure to a much higher tempera¬ 
ture will, however, do no harm in this respect. 

Fused silica ware is chiefly characterised by its remarkable resistance to sudden 
changes in temperature; this is due to its exceptionally low coefficient 
of expansion. Consequently, silica ware may be made white hot and 
then plunged into cold water without being affected. The coefficient 
of expansion between 0° C. and 1,100° C. is 0.5 x io~“. 

Thermometers made of fused silica are stated l>y Siebert and Kuhn to be entirely 
free from all depression phenomena (p. 265); this is a natural consetjuence of the 
absence of metallic oxides, which, by their change of position in the less stable 
glasses, produce the alteration of the zero point in thermometers in which such 
glasses are used. 

The density of the clear fused silica ware is 2.22; that of the 
vitreosil and similar ware is only 2.08, on account of the contained 
air-bubbles. Its refractive index for the 1 ) line is 1.4585 according 
to Abbe, and its dispersion (C-F) is 0.00676. For ultra-violet rays 
it is more transparent than any other glass—even than Uviol glass 
(p. 265)—[troviding that it is clear, but even a scarcely noticeable seedi¬ 
ness renders it opaque to these rays. The use of clear fused silica 
ware in connection with the mercury vapour lamp by Heracus has 
])rovided a source of ultra-violet light of remarkable intensity, and 
has greatly facilitated the study of photo chemical reactions, such as 
the formation of ozone, sulphur trioxidc, hydrochloric acid, etc., from 
their elements. 

Considerablu advances in making vacuum-light seals for these silica glass vacuum 
vessels have Itecn miule by Dr Henry Sand of University College, Nottingbam.' 
This process, as worked by the Silica Syndicate, is as follows:— 

A quartz tube is shaped as shown in the accompanying sketch, and a molyb- 
Fic.. 15. denum wire placed loosely in position at A and a piece of lead .at It. The air is 
Sand’s Seal. cx|x;lled by means of a current of hydrogen and the glass closed at c. The air 
is then exhausted from n to a pressure of a few millimetres. The glass at A is 
now softened and pinched on to the molybdenum wire. The Icttil in n is then melted and allowed 
to filter into the space below, which has been highly heated. If nece.s.sary, this operation may 
be assisted by shaking and tapping the tube. The end ( is now broken off while the metal is 
still molten, .so that the atmospheric pressure forces it well against the surface of the glass. The 
tube may then be cut at E before the lead has solidified, and a tinned leading-in wire may be 
introduced into it. 

When made ill this manner the seals have, so far, never been known to fail. They have been 
fitted to cathode-ray tubes and mercury lamps. 

’ U. J. .S. Sand, “ Vacuum-Tight Lead Seals for Leading-in Wires in Vitreous Silica and other 
Glasses,” I^ oc. Pkys. See. of London^ Vol. 26, Part 2, Feb. ifi, 1914. 
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SECTION LXXIV 

ENAMELS 


Bv Ai.kred B. Searle 
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There are many patent specifications relating to enamels. 


Enamels arc, strictly speaking, opaque glazes, but the term is used somewhat 
loosely to indicate many materials which give a glossy surface to any articles to 
which they arc applied. Thus the japans form one class of enamels whose basis 
is entirely vegetable (sec “ Industrial Chemistry; Organic,” p. 49), and the term 
enamel is estensively used with reference to a number of varnishes applied to 
articles with or without subsequent heat treatment. In other industries, and among 
those persons who are careful in the use of terms, the word enamel is only applied 
to substances to which a gloss is given in consequence of the particles composing the 
surface being heated to such a temperature that fusion has occurred, and a glass-hke 
material formed. When used with even greater strictness, the word enamel relates 
exclusively to opaque substances of a glassy nature. 1 hus a coating of clear glass 
or glaze ought not to be regarded as an enamel, though much enamelled jewellery 
is of this kind, the metallic basis being obscured, but not hidden, by the mtensity of 
the colour of the so-called enamel. The continual misuse of the word enamel, 
therefore, tends to confusion, and makes it necessary to refer to numerous substances 
which ought not really to be included under this title. These may be summarised 
as follows;— 


Vegetable enamels, including lacquers and varnishes (“ Industrial Chemistry: Organic, p. 49)* 

Paint enamels, either of a cementitious character (Sorel Cement, p. 127), or of such a nature 
that they dry glns-sy instead of being dull. 

Glassy enamels, such as are used for enamelled jewellery, etc., and consisting in reality of 
coloured glasses of very low melting point (highly boracic glasses). 

Glazes (p. 178), which ought only to be termed enamels when they are opaque. 

True enamels, or opaque glasses or glazes, made by covering the material to be pamelled with 
a suitable mixture, and healing both in a kiln until a glossy surfc e is obtained by the htsto" the 
elass or daze. Such enamels are distinguished from stoved lacquers or japans by the tact tnat trie 
former are of an exclusively mineral character, whilst the latter are of entirely vegetable origin. 
Only the true enamels are considered in what follows. 
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The raw ingredients of enamels are the same as those of glasses and glazes, with 
the addition of some opacifying medium (pp. 269 and 278). If the temperature 
at which the enamelling can occur is sufficiently high, opaque glasses may be used, 
though the difficulty of making these with precisely the same coefficient of expan¬ 
sion and contraction as the material to which they arc applied is sometimes 
almost insuperable. Glazes—which are specially modified glasses—are therefore 
more suitable, as the constituents which they possess, in addition to those of the 
true glasses, are used with a view to overcoming this difficulty, a difficulty which is 
particularly great in the manufacture of enamelled iron ware. 

The colours used in the production of enamels are the same as those used in 
pottery (p. 163), but as most enamelling on metal is done at relatively low tempera¬ 
tures it is often practicable to use a greater variety of colours than is possible for the 
potter, with the exception of what the latter uses in “overglaze” decoration (p. r8o). 

Broadly speaking, enamels are used for two distinct purpo.ses: to improve the appearanee of an 
article, and to give it an impervious and smooth surface. These two objects arc not necessarily 
inseparable, so that in some cases enamels may be used for purposes of decoration (as on jewellery) 
which are not resistant to water, and soon decompose on exposure to wet and frost. By fat the 
greater part (jf modern enamelled metal ware i.s made with a view to protecting the surface of the 
metal from the action of weather and water, anil to enable the .advantages of construction which are 
offered by iron and steel to be combined with the cleanline.ss and desirable surface-characteristics 
which are found in pottery. Much enamelled iron ware is, in fact, an attempt to produce 
“unbreakable pottery." Where this is the case it will be found, with few exceptions, that the true 
pottery is better than the enamelled ware, but in some cares pottery would ap|icar to be un¬ 
suitable (as, for instance, enamelled iron saucepans) as it cannot be brought into direct contact with 
flame without Ireing damaged. Dccorativcly-enamclled iron is often inartistic, and is open to the 
great objection that it appears to be something different from its true nature. \'ct, in S|iite of these 
objections, there is an enormous (ield of usefulness for enamelled metal in the case of those articles 
where its strength, (vortability, and the facility with which it may be heated give it an advantage 
over other materials. 

The dangers attending the use of enamelled metal for culinary purposes are seldom realised. 
Quite apart from the possible poisonous properties of the enamel ilself-due to the use of lead 
compounds -there is a considerable liability to serious illness as the result of small chips of enamel 
liecoming mixed with the food. The difference in the relative expansibility of the enamel and the 
metal beneath is always sufficient to cause a separation of the enamel aftei repeated changes in 
temperature. This is particularly noticeable in culinary articles, such as enamelled saucepans, and 
these ought not to be used when once any of the enamel has come away from llic metal. 

The characteristirs required for enamels on [lottery are practically the same as 
those for glazes (see p. 178). 

The most important properties of enamel for iron and steel are;— 

1. It must adhere well to the metal and show no tendency to leave it as by crazing (cracking) 
or shivering (jiceling away). 

2. The heat-treatment required by the ground coat and the subitequent coats must lie such as 
to avoid the production of defects in the latter. 

3. The enamel must resi.st the action of dilute acetic acid. 

4. The enamel must contain no lead if used for domestic purposes. 

5. The finished ware should have a pleasant appearance. 

6. The cost of production should be sufficiently low to admit of a profit. 

7. The enamel must be capable of tieing fired at under 1,000" C. 

The production of ware covered with such enamels may be conveniently divided 
into four grou[)s;— 

Cast-iron (sanitary and domestic) ware. 

Sheet-steel and sheet-iron ware. 

Ornamental and art wares. 

Cast-iron wares are usually large and heavy. The iron is rough in surface and 
contains numerous impurities which cause difficulties in the enamelling. Strength, 
wit}) as much beauty as circumstances permit, is the chief feature. 

Sheet iron and sheet-steel wares are usually small and light) the methods 
by which the.shefets are manufactured gives the metal a smoother surface, and the ' 
impurities !n it are* less objectionable. Utility and lightness are the dominant 
feaffires. 

^-4 ' . 
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Watch dials and art wares do not require to be so accurately worked, as 
they are not subjected to the same conditions of strain as arc the sanitary and 
domestic wares, and for the sake of brevity they may be considered as special 
adaptations of the methods applied to the latter. 

■ The eniimclIinK of metals differs from the glazing of pottery in one very important rcs|rcct, 
viz., the potter may vary the composition of both his lattly and glaze, but the metal-worker cannot 
materially modify the composition of the metal he is called upon to enamel. It also differs in the 
fact that the enamelled metals must lie brought directly out of the furnace and cooled rapidly, 
whereas pottery may be cooled as slowly as may be desired. These differences are impirrtant, as 
they necessitate the whole of the permissible variations being made in the enamel itself, there 
lieing but little variation possible in the firing tem|)erature. The composition of the enamel is, 
consequently, of the greatest importance, and ability to adapt it to the requirements of the manu¬ 
factured articles is alisolutely essential to success. 

Mode of Manufacture. —T'he surface of the iron or steel is cleaned by 
means of the sand-blast (or less satisfactorily by pickling), and to the clean metal 
is apidied a ground coat whose chief function is to form a sticky surface to which 
the powdereii enamel will .adhere until it h,as been fused on to the metal. 

DiflTerent manufacturers have each their favourite mixtures, but their chief 
ingredient is borax to which sufficient clay has been added to prevent it from 
flowing too freely. This ground coat is applied in the form of a thick cream or 
sli]), which is dried by gentle heat and is then fused to a .somewhat rough glass. 
Some manufacturers prefer to fuse this coat on before api>lying the enamel proper, 
but others consider this first heating to be unnecessary. It is, of course, of the 
greatest importance that this ground coat should adhere perfectly to the metal, 
as this is its chief puritosc ; its appearance is of minor importance. 

As soon as the ground coat is fused, the ware is withdrawn from the furnace, 
and before it has time to cool it is covered with the powdered enamel, ap])lied 
by shaking it through a sieve of moderate fineness. The ware is again placed 
in the furnace and kept at the correct temperature (which usually lies between 
980" and 1,000° (1.) until the enamel is properly fused. If the first coating of 
en.amel is not sufficiently thick, a second or even a third must be applied. As 
soon as the enamelling is com|)lcted, the ware is allowed to stand in the open 
workshop until cool. Muffle kilns (prefenably semi-gas-fired) are invariably used; 
each beating takes less than ten minutes. 

Materials. —The metal used in the enamelled sheet ware must be of high 
quality, as it must not only stand the necessary shaping processes, but it must 
be free from sulphur and phosphorus in pro|)ortions likely to affect the enamels. 

It is essential that it should have a perfectly clean surface, and if oil has been usctl in the shaping, 
it will u.stially lie necessary to heat the unglazed ware in the muffle for a short time so as to burn 
off all the oii and grease. If the heating is continued a little longer it will oxidise the surface of 
the metal, and a subsequent pickling in acid will then serve to produce a clean metallic surface. 


The enamels are usutilly of a complex composition, and frequently contain 
all the following ingredients:—Felspar, flint, clay, chalk, sodium carbonate, borax, 
cryolite, felspar, saltpetre, lead, glass, and a colouring or opacifying oxide. For 
decorative enamels lead may be used, as its poisonous action is not generally of 
importance in the purposes for which these articles are used. 


Two chief types of enamels are used, their composition being represented by the following 
“ molecular formulm ” :— 


For cast-iron ware (sanitary ware)— 

29 PlrO and BaO") 

II K2O 

igNajO J- ti AljOa 

II CaO I 

4 ZnO J 


72 SiO^. 
14 BsOj. 
14 SnOj. 


For sheet-steel ware (domestic ware)— 

7 K ,0 ) 

27 Na^j. gAiPj 


72 SiOj. 
iSBaOj. 
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In order to obtain a composition as uniform as possible it is advisable to frit (p. 162} the 
ingredients of the enamels and to grind the fritted mass to a fine powder. The colours are the sam^ 
as those used for pottery (p. 163), the “overgla/e” colours being preferred, as they agree more 
closely in the temi>eralures at which they are to be fired. Opaque white enamels owe their 
characteristic appearance to the tin oxide used. 

In such enamels, soda and potash may I>e replaced as desired, but the more potash the greater 
ihe brtUiance of the enamel, as potash is almost invarialdy added as fclsj^ar. Lime appears to be 
essential, but too much of it makes the enamel too infusible. Alumina is added in the form of 
day and felspar; it increases the adhesiveness of the enamel and reduces its fusibility. Silica is 
idded in the form of flint, clay, and felspar; it hardens the enamel, but too little must not 
be used or the enamel will crack. Fluorine is adde<l as cryolite, and is used to jiroduce opacity 
Hid fusibility. Borax inlrtnluces l)oth soda and lioric acid; the latter lichavcs like silica, but 
l increases the fusibility of the enamel. It also increases its brilliance. 


Ground Coats. —It is u.sually found that, providing an enamel possesses the 
necessary' fusibility and appearance at the temperature at which the burning can 
be carried out, there will he little difficulty with regard to its composition. 'I'he 
:rux of the enameller’s work consists in forming a ground coat which will act as a 
suitable intermediary between the enamel and the metal. Indeed, this coat is the 
controlling factor in enamelled metal-work, and where failures occur it is almost 
.nvariably due to some error in the ground coat. The two properties essential in 
a ground coat are (a) the production of an adequate bond between the metal and 
the enamel, and (h) the suitability of the fusing point. It is now agreed that the 
ground coat must soften at a lower temperature than the enamels applied to it, but 
it must not flow at as low a temperature as any of the enamels. It must, there¬ 
fore, have a long range of fusion. The colour of the ground coal is unimportant; it 
iS usually dark, ori account of the metal which it dissolves from the sheet. Some 
workers believe that an efficient ground coat must contain cobalt, but various 
sxperiments have shown that this is not es.sential, though often convenient on account 
of the affinity between cobalt and iron. 


The composition of the ground coat may be varied within wider limits llian that of the covering 
enamels, and is more difficult to adjust to suit the re(|uiremenls of any given article. Limits 
widely recognised are shown in the following molecular ratios:— 


10—49 1^2^^ \ 
0—40 NagO \ 
9—42 CaO ( 
0—4 CoO j 


6- 33 A), 0 , 


f 72—i\i SiO.» 
I * 3-33 


A composition introduced by C. H. Paris in 1850, and still extensively used, 
consists of broken glass. 130 parts; sodium carbonate, 20 parts ; and boraric acid, 
12 parts. 


Tests. —The commonest test of the value of an enamel coating is to hammer it repeatedly. A 
really good enamel will resist many powerful blows, and where it fails it will pull off some of the 
steel with it. A poor enamel, on the contrary, will soon crack and peel oil', leaving the clean metal 
below. Bending tests are sometimes tried, but they are unnatural and unfair. Heating tests— 
made by plunging the red-hot ware into cold water—are almost loo severe, yet the best enamels 
will usually stand such treatment, though not repeatedly. 

For domestic purposes, the ware may be tested by boiling dilute acetic acid in it. If the acid 
attacks the enamel, the latter will lose its gloss; the acid may also l>e tested to ascertain whether 
any lead has been dissolved from the enamel. (Strictly speaking, no lead should be used in enamel 
ware for culinary purposes.) 


Art Enamels.— Art enamelling is almost invariably executed on gold,_ silver, 
or copper. It may be divided into four groups:— Cloisonne, in which* small 
divisions or cells made of fine wire are soldered on to a metal basis (usually copper), 
these cells being afterwards filled with powdered enamels which are fused into 
position; Champldvd, in which the design is hollowed out of a metallic surface, 
the hollows being filled as in cloisonne; Limogeic, in which the enamels are melted 
direct on to the base without the use of cells or hollows; pointed enamels, in 
which the enamel is dropped on to the base in a semi-molten state, in a manner 
similar to that used^n seeing a letter with wax. 
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The composition of these different enamels varies greatly, but they are chiefly mixtures of flmt, 
red lead, and nitre, with sufficient l«rax to give the requisite fusibility, and at the fame time 
prevent excessive crazing or cracking. A much-used recipe for Champleve enamel consists of- 

Flint ■ ■ • 3 parts, 

borax ... I part. 

Mitre ■ - - 6 parts. 

Ked lead ■ - ■ 6 ,, 

For silver enamelling, some modification of the following recipe is extensively employcd - 

White lead - - - 22 parts. 

Nitre • ' • 17 M 

Flint - - - IS *) 

Some enamellers of gold and silver start with borax, and modify this by the addilion of flint, so 
as to prevent crazing, liiit the more complex mixtures just mentioned are [ireferable and more 
durable, and correspond closely with the enamels sold ready for use. 


Designs may bo painted by hand or printed on paper, and transferred as in 
the decoration of pottery (p. 180). Sometimes the design may be printed directly 
on the metal, the enamel being mixed with a mixture of oil and wood tar to make 


it adhere. 
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Fritz Arkei.. —“Chrysolile AsU-stos: its Occurrence, Exploitation, Milling, and Uses.’' 

(Published in 1910 l)y the Mines Branch of the Canadian Department of Mines.) 

See also references in text. 

Definition.— The term “ asbestos ” is a collective name of no definite mineralogical 
significance which has been applied to a variety of silicate minerals which differ 
from each other in chemical composition and physical properties, but resemble one 
another in their finely fibrous texture and flexibility—(luite accidental properties 
due to the enormous elongation in one direction of the individual crystals that 
compose the .aggregate. The value of these “mineralogical phenomena” depends 
on the facility with which they are capable of being split up into long and flexible 
fibres which can be spun like cotton and woven into cloth; on their resistance to 
the .action of heat and acids, and on their non conductibility with respect to heat. 

All that has jKtssed under the name of “ asbestos ” in commerce can be broadly 
classified either as fibrous varieties of the amphibole group of minerals, or as 
fibrous seritcntine. 


AMPHIBOLE ASBESTOS 

This group is of the lesser commercial importance, since the fibres are not 
much good for textile purposes on .account of the lack of strength and flexibility. 
But they possess the advantage of being unacted upon by acids and are with 
difficulty affected by heat. They usually occur closely associated with pyroxene 
and hornblende rocks of the crystalline metamorphic series, as aggregates or bundles 
of closely compacted fibres traversing the rock in crevices or veins sometimes many 
feet in length. The varieties of amphibole asbestos are all anhydrous compounds 
of silica with an earthy base, and contain very little alumina. The following forms 
are recognised;— 

1. Tremolile or Italian asbestos - - Ca0.3Mg0.4Si02. 

2. Actinolite asbestos - - - Ca0.3(Mg.Fe)0.4Si02. 

3. Anthophyllite asbestos - - - 6MgO.FeO.8SiO2.H2O. 

Tremolite and actinolite asbestos are very similar, both being silicates of 

magnesia and lime, but the latter having some of its magnesia replaced by a 
molecular equivalent of ferrous iron. 


e following is 
SiOg- 

an analysis of typical tremolite asbestos 
• S 7-2 1 CaO - 

■ 13-4 

Al^Oa 

.9 

KjO 

•3 

FegOa 

•5 

NsjO- 

.6 

FeO- 

- 2.7 

L(^ on ignition 

• 2.4 

MgO 

• 22.8 
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They are dull green to white in colour according to the amount of the iron 
present. 

Tremolite asbestos has been mined since very ancient timeg in north Italy^ —Val d’Aosta and 
Val Tellina on the southern slo|)es of the Alps. Only a small percentage of the fibre can be applied 
to spinning, and then usually mixed with cotton or fine copper wire, on account of its brittleness. 
Its chief use is in the manufacture of millboard, but a small proportion is exported (571 tons in 
1912) and this fetches about £21 a ton. 

In Eastern Canada ilic name actinolite is apparently applied to all asbestos filnes whicli are 
wanting in flexibility, independently of theii chemical composition. Its value is about a ton. 

Anthophyllite asbestos differs somewhat from tremolite in chemical com¬ 
position, all the lime being replaced by magnesia and a part of the magnesia 


by ferrous iron. 

A typical analysis is the following; 

SiO., - 

• 57.4 

CaO • 

• -3 

AI., 0 , 

- 1.4 

K „0 • 

• -3 

Feb - 

• 7.6 

NsuO ■ _ - 

- .6 

MgO - 

- 29 -.'i 

Loss on ignition 

- 2.6 


It has hitherto been chiefly recognised in the United Slates-—Georgia and Idaho—but there is 
little doulil that many of the occurrences in other parts of the world usually referred to tremolite will 
prove to be anthophyllite. It is little used commercially, the fibres being brittle and usually short. 

CrocidoUte, or blue asbestos, Na.>O.Fe./>;t.4Si().2-t 2Fe0.Si0.j, is a silicate of iron and .soda; 
the following analysis shows its typical comjK>siti<>n:— 


SiO^ ■ 

• 52. I t 

t MgO - 

■ 177 

ALO.- 

• * I.OI 

t CaO 

• -75 

Fejb,- 

• 20.62 

Na.j() • 

- 6.16 

FeO • 

- 16.75 

Loss on ignition 

■ 1.58 


It is of no commercial importance at the present time since, although it occurs in long silky fibres 
which can lie readily separated and spun, it is very inferior to all the other varieties in fire-resisting 
power, easily fusing in an ordinary gas flame to a black magnetic glass. It occurs in Griqualand 
West (N.W. Cape Colony’). In 1907 604 tons, valued at ;^9,o6o, were exported. 


SERPENTINE ASBESTOS 

Chrysotile occurs in veins in serpentine rock, with which it is identical in 
composition, />., hydrous silicate of magnesia, 3MgO.2SiO2.2H2O, with part of the 
magnesia often replaced by lime or ferrous oxide. 

Occurrence. —Serpentine masses, with the included veins of asbestos, are 
to-day principally exploited in Eastern Canada. In the eastern townships of 
Quebec * the asbestos occurs in certain serpentine masses, running north-east from 
near Lake Mephremagog for about 150 miles. 

In 1912 this district produced alxmt 110,000 tons of asbestos, valued at over ;^6oo,ooo, repre* 
seating roughly three-quarters of the world’s output. A further occurrence—as yet of not much 
economic value—occurs to the north of Ottawa.® 

Large serpentine masses, in similar association to the former, occur on the western coa.sl of 
Newfoundland, but so far nothing beyond exploratory work has resulted. 

In Russia asbestos occurs in the Urals. In 1911 nearly 16,000 tons were produced, the rock 
mined averaging alx)ut 14 lbs. asbestos to the ton. Up to the present, owing to economic reasons, 
only the higher grades of fibre have been exported, the sorted asbestos appearing on the iflarket 
in an untreated condition like an aslxjstos concentrate. Recently, however, the idea has been 
mooted of erecting plant to manufecture the a.sbestos into textiles, etc., on the spot. 

• In the United States the southern continuation of the Lake Mephremagog serpentine belt 


* Fisber, Trofts. litst. Ma/ine Eng.^ IV., 1892. 

^ Oilier, U.S. Geol. Survey, Bull, 470,1910, p. 519. 

® ** Tenth Annual Report of the Geoli^cal Gommission for Cape Colony,” 1906, p. 158. 

^ Dresser, Cm. Min. Jnsi.. Xlfl., 1910, p. 414. 

Chrysotile Asliestos,” Mines Branch, Canadian Department of Mines, 1910, p. 37. 
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is' 1 )emg exploited in Vermont.^ In 1912 atont 4,coo tons, valued at alwut ;^i6,coo, were 
produced. 

Chrysotile also occurs in Cyprus,(Queensland,^ Western Australia—Pilljana district.^ 

Preparation. —The chrysotile occurs in gash-veins varying in ’widlh from 
mere lines to three or more incites across. 

The veins are numerous, but they only f«)rm a small {KTCcnlage of the rock mass in which they 
occur, ami therefore the mining costs are somewhat higher than tliose of the other varieties of 
asl>eslos. Bui this is compensated for hy the greater value of the chrysotile. It is stated for the 
C^anadian mines that 100 tons of rock mined yield about half a ton of crude asbestos, and 5-8 tons 
of fibres. 

Since the asbestos veins are of inconstant nature and quite irregularly dis¬ 
tributed throughout the serpentine masses and hent'e difficult to locale under¬ 
ground, the chrysotile is always won by open quarrying. The rock is removed 
with the aid of machine drills in benches or steps, and a certain amount of the 
crude asbestos is at once obtained by Itand-cobbing direct from the vein. But the 
fibre obtained in this way forms only a very small part of the output, the major 
part—in the form of smaller fibres—being separated from the serpentine by an 
elaborate met'hanical process which allows of the rock being dealt with in turn by 
rock-breakers, driers, rotary crushers, rolls, “fibreisers” (in which the fibres arc 
separated from one another), fans (wdrich remove the fibres by means of air 
currents), and settling chambers, in which they are collected. 

The products thus obtained are classified thus ~ 

A. Crude Asbestos. -rx)ng fibre, usually in compact masses as it occurs in the veins. 
No. I grade, i in. or more long, valued ^35 to jx-r ton ; No. 2 gralc, in., valued 
about 1,2^ per ton. 

H. Short Fibre or Finest.--Comprises the shorter asbestos obtained by mechanical separation 
from crusliing the rock. Three grade.s are rectJgnised : No. i, spinning, valued at about ;^I5 per 
ton; No. 2, spinning, and paperstock. so called on account of its use with vegetable matter in 
the manufacture of paper, worth not more than ^4 per ton. 

The average value of the whole output of Canadian asbestos for 1912 was aixmt ^^5.^ per ton ; 
the low figure being due to the predominance of lower grades. 

Properties: Chrysotile is undoubtedly the most important variety of asbestos 
commercially, in spite of the disadvantage it possesses of being attacked by acids 
(espec.ally H.jSOj), and comparing unfavourably with the amphibole varieties in 
its fire-resisting qualities. Notwithstanding the large amount of water it contaihs 
in its molecule, the Canadian chrysotile is said to be able to withstand temperatures 
of from 2,5oo“-3,ooo“ F., which is probably sufficiently resistant for most purposes. 
Its great value to the trade lies in the length and fineness of its silky fibres com¬ 
bined with toughness, tensile strength and extreme flexibility. The latter property 
has been proved by dehydration tests to be due to its combined water (about 
13 per cent,). 

Therein i.s i(s great difference from the nearly anhydrous amphibole asbestos. If dried for some 
hours at 120“ C. and then dipjwd into a solution of a basic coal-tar dye, such as rhodamine, it is 
strongly coloured, thereby differing from the amphibole varieties. A typical analysis of the 
clirysotile asbestos is the following - 


SiO., ■ 


41-50 

aiA - 

• 

1.11 

FeO’ - 


1.83 

MgO - 


41.06 

Combined water 


I 4-37 



99.87 


' U.S. (leol. Survey, Bull. 470, 1910. 

- y.eit. furpraki. Geol.^ Vol. XVqil., 1910, p. 340. 

’ Proc. Poyal So<., Queensland, 1890-3, p. 120. 

•* Cirkel, k.j., p. 236; and Mining fmrnal, Vol. LXX.VVT., 1909, p. 394, 
‘ Can. Min. Jour., XXX.VI., 19, p. 609. 
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*^Thus''the stability towards acids of tremolite and actinolite asbestos enables 
’ them to be used as a filtering material for these corrosive liquids; their good hre- 
resisting iiualitics render them quite suitable for use in gas fires. In the manufac¬ 
ture of^fireproof olijects for the protection of life and property (such as firejiroof 
curtains for theatres, clothing for firemen, ropes for cscajic from burning buildings 
etc.l the chrysotile is employed, since tremolite and actinolite asliestos arc not 
sufficiently flexible to be woven, and crocidolite much too fusible. In its cxtenpve 
employment as a non-conductor of heat, the stability towards heat of asbestos gives 
it an advantage over other substances-except mica and dialomaccous earth, hor 
packing valves, covering steam-pipes and cylinders, the asbestos^, which in crude 
form docs not rank very high among non-conducting matcrialis has to be worked up 
and felted or woven into yarn or rope, thereby increasing the air space included 
and so the non-conductibility. 

Unless liable to come into contact with acids, chrysotile is the most suitable for 
on account of its superior softness; but the Italian llbre is very generally employed in the rnan^ 
facture of millboards for packing the joints of steam-pipes. Inferior grades - ^shorl fdire and ir cal 
have become much used for iheVcparation of all kinds of fireproof malerial such as flooring slaK 
cement slates composilion (paint), and wall plaster. Tlic finer quahlics are eni|iloyed in k'V'Ug 
weighl to silk’, and v.iri<>us other forms of adultcralion. The was e asbestos is mixed wilb powdere 
rerpentinc and made into a product known as “aslK-slic.” a material largely employed in fire¬ 
proof buildings (sec p. 134). 
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AoAMsand Harlow.—M emoir No. 6, Geol. Survey, Canada, 1910. 

Schmid.—“M ica.’' Report No. 118, Canadian Dep. of Mines, 1912. 

Also references in text. 

Occurrence.—Mica is one of the most widely distributed of minerals. It occurs 
in the form of small scales and plates in the majority of igneous and metamorphic 
rocks and in many of the products formed from their decomposition. But the 
mica of commerce is practically confined to the two of these varieties—muscovite 
and phlogopite. 

Large plates of muscovite arc almost entirely restricted to thtise dykes or veins known as 
pegmatite which are usually associated with great granite masses. The commercially valuable 
mica occurs in rt)Ugh tabular or tapering six-sided cry.stals known as “ l>ooks,” from the iacility 
with which they can be openc<l up into thin leave.s; they vary from a few inches up to several 
feet in diameter. 

Muscovite lias been worked princijially in India and the United States. 

From Ea.slcrn (Canada comes the world’s supply of phlogopite mica, which has quite a different 
genesis. It occurs associated with <lykes of lasic rock, generally pyroxeniles. The mica occurs 
quite irregularly in |K)ckcls, sometimes joined by narrow fissures having no definite direction. 

Owing to the impersistent nature of mica dc|>osll.s, there are few rules or indications by which 
the miner may be guided. Hut the mica found at the surface is nearly always soft and cracked, 
due to the action of weathering and surface movements;' clearer and lielter coloured mineral is 
found lower down in the solid rock, i.e.^ the quality improves with the depth. 

Species of Mica.—The term mica includes a number of allied mineral 
substances which are characterised by great fisibility, high flexibility, and elasticity 
in thin films, a hardness of from 2 to 3 (capable of just being scratched with a dry 
finger nail), and transparency when in thin plates. The principal species of com¬ 
mercial importance are;— 

(a) MtlSCOvite or potash-aluminium mica; compositionnormally— 
Al,Kll2Si30i.i3Al,,03.K.p.6Si0,.2H,,0]; 

specific gravity, 2.85. 

Typical analyses give the following as the average percentage composition of tliis species’ 

Silica, SiO.^ - - - - - 4S to 47 per cent. 

Alumina, Al./fj - - - • - 30 o 37 .> 

Ferric oxide, Fc./\ .... 0.5,, 5 ,, 

Ferrous oxide, Fc (5 - • • - 0.5,, 2 ,, 

Magnesia, - - - - - o,, 2 „ 

Potash, KjO - ■ • ■ ■ 8,, It ,, 

Soda, Na^O - - • ■ ■ o „ 2 „ 

Water, H^O ■ - - - 4 „ 6 „ 

Fluorine, F - - • - 0,, i „ 


Bull, of Imperial Inslilute, Vol. II., 1905, p. 279. 
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If the percentage of the iron oxides rises alw’)ve 5, muscovite becomes distinctly tinted when 
plates thicker than 0.5 mm. (0.02 in.) are viewed by. transmitted light. 

(b) Phiogopite, or magnesia mica, approximates to— 

AlMg3KH.^Si,0i2[Al20;,.6Mg0.K20.6Si0..2H20]; 
usually contains some fluorine; specific gravity, 2.75. 

The percentage composition is usually within the following limits 


Silica^ SiOj. 

• 39 lt> 

44 per 

Alumina, AlgOa - 

- f 3 M 

15 . 

Ferric oxide, Fe/).} 

• 0 

2 , 

Ferrous oxide, FeO 

• 0 „ 

•■.s . 

Magnesia, MgO • 

■ 26 ,, 

29 . 

Potash, K.jO 

• 8 „ 

10 , 

Soda, Na^O 

- 0.4 „ 

2 

Water, llgO 

- 1 M 

5 • 

Fluorine, F • - • 

• 1 n 

5 . 


As a rule, phiogopite is coloured more deeply than muscovite by tlie presence of the same pro¬ 
portion of iron oxides. When the total amount exceeds 5 per cent., a plate only o. l mm. {.004 in.) 
thick is distinctly tinted. When the percentage of iron is unfler 2, the ]fhlogopile shows a pale 
yellow colour in a thickness of o. 1-0.5 aim., the colour passing to an amber shade with thicker 
plates. This is the variety known to the trade as amber mica. 

(c) Lepidolitet a lithia-bearing mica of variable composition, in most <*a.sos a 
mixture of a fluoriferous trisilicate, AlFo.SiyOg.R'jj (in which R'' = LijK), with mole¬ 
cules of the muscovite type. It is characteristically of a pink or mauve tinge. 

It has a very limited use for the production of lithium salts, largely used in the manuhicUirc of 
lithia water since it contains theoretically about 4 per cent, of lithium. 

It is important to be able to distinguish phiogopite Irom muscovite, and this is easily done with 
a polarising or petrological microscope. A plate should lie peeled until it is as nearly as possible 
0.25 mm. (0.01 in.) in thickness; it should then l)C rotated between crossed nicols. A plate of 
muscovite under these conditions shows bright colours, whilst one of phiogopite allows only a faint 
greyish-white light to pass. 

Small crystals of mica have been produced in the chemical lalKiratory at the expense of other 
minerals (by fusing such natural silicates as hornblemle, garnet, or angite with an alkali fluoride at 
a dull red heat). But the natural crystals undoubtedly required enormous jiericHls of lime to form, 
in conditions which are impossible of reproduction by human ^ency. Therefore it is unlikely that 
it will ever l>e practicable to manufacture sheets of commercially valuable mica. 

Manufacture. —Mica is usually exploited by open quarrying, waste rock being 
loosened by very light blasting (hand-drilled holes not more than 4 ft. deep and 
charged with ordinary powder), and the crystals being taken out with crowbars and 
chisels. 

In atypical Canadian mine about 150 ft. deep the cost of producing a ton of mica from t x 3 in. 
in size upwards is about ^^364. 

The rough crystals have first to be split into sheets 1 -,^ in. in thickness, done 
by hand with short-handled knive.s, and at the same timS all loose and broken edges 
are torn off with the thumb and forefinger, a process known as “ thumb-trimming.” 
The thumb-trimmed sheets are next cut by hand machines—usually at special 
works—into rectangular form, so as to yield the largest superficial sizes whilst 
avoiding all striations, marginal cracks, and other faults. Plates which are broken, 
unevenly laminated, striated, crumpled, cracked, or much stained are useless, and 
should be discarded. 

As a general rule not to per cent, of the mica mined is capable of lieing cut into sound rect¬ 
angular plates of size not less than 2 x 3 in. or 4 x i in., which are about the economic size-limit. 
In Canada it is reckoned that 3 tons of scrap mica, yielding 750 lbs. of thumb-trimmed material, 
must .be raised for every too tons of rock removed from ojjen quarries; for underground mining (up 
to 300 ft. deep) s tons, yielding 1,250 lbs. of thumb-trimmed mica, must be extracted to make 
it pay. ■ . 

The balanc^ gf scrap or waste mica is sold for conversion into ground mica. 

The operation of grinding mica to a fine powder is a rather difficult one to cany out owing to 
the fact that the mineral ha^k single perfect cleavage, and cleavage-lamellw are very smooth, tough. 
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and elastic. In most cases the details of the processes are kept secret, but a certain amount of 
information can be obtained from Schmidt, /er. tU, , pp. 307 n/y. The fineness required for industrial 
purposes is up to 160 meshes to the inch. 

Uses. —The uses of sheet mica can roughly be divided into two classes, the 
first comprising those for which a substance is required that is transparent and 
impervious to heat—for lamp chimneys, furnace windows, etc.—and the second 
consisting of those connected with the construction of electrical machinery. For 
the former purposes muscovite is generally employed, since the material must be 
clear and transparent. The best kinds show a faint ruby tint in plates approaching 
a millimetre (.04 in.) in thickness ; the plane of cleavage must be quite true and it 
must be perfectly fissile, films o.oi mm. (.004 in.) being produced without much 
difficulty. It must be flexible and elastic in fairly thin laminte; for instance a plate 
O.OI mm. thick would bend without cracking or appreciable buckling round a 
cylinder 25 mm. (i in.) in diameter, and on being released after half a minute 
should regain as nearly as possible its original plane surface. The lustre must be 
“ splendent,” that is to say equal to that of highly polished glass. The standard 
sizes for the puqioses slated above range from i .1 x 2 in. to 8 x 10 in.; smaller sizes 
seldom pay for mining and preparation. 

Formerly the chief value of mica was for this class of work, hut recently a number of very 
resistant glasses have Ireen put u]ron the market and these tend to restrict its use in these directions. 
However, by far the most imimrtanl use of mica nowadays is in the construction of electrical machinery. 

Phlogopite has here been found to be the most satisfactory form on account 
of its incombustible and insulating powers and also because of the fact that for 
the construction of commutators of direct-current motors and dynamos (which are 
built up of bars of copper and strips of mica) the phlogopite has about the same 
hardness as the copper of the commutator segments, and therefore wears down 
evenly without causing the machine to spark. 

The colour of the sheets is of little moment, hut very dark mica is not likely to be of inuen value 
owing to the iron it contains rendering it useless for insidating purposes, a fairly low percentage of 
iron being an essential for the latter. Ferfect cleavage is of the highest importance, as “electric 
mica” must be of uniform thickness and is often gauged to the one thousandth part of an inch. 
The sheets must h-e absolutely free from cracks, for it is obvious that even microscopic cracks would 
militate against a material l»eing used as an electric insulator. Lastly, a perfectly flat surface minst 
be secured on splitting the mica into sheets, as mica with “metallic insertions” or “hydration 
lumiis” is useless for insulating. 

T'he sizes most favoured are 2 x 4 in. and i x 3 in., or long strips up to 1 x 6 in., 
but there is nowadays a big demand also for the smaller-sized sheets (i x i in. and 
1x2 in.) for the jiurpose of making micanite, a material built up of small and 
inexpensive plates about .005 in. in thickness, with an insulating cement such as 
shellac to form non-conducting sheets on a foundation of longcloth or paper, the 
made-up material being finally subjected to great pressure under heat to dry out 
the shellac. 

I.astly, a large variety of uses have been found for the ground mica —the finer 
grades (160 mesh) of muscovite can be mi.\ed with a solution of gum arabic for 
making a good silver paint; or for producing bronze-like colours which are lighter 
than metallic bronzes and are not so liable to be tarnished; also for imparting a 
lustrous appearance to wall-papers, etc. Mixed with shellac or special compounds, 
the coarser grades can be moulded into desired forms and find employment as 
insulators for wires carrying high-potential currents: for this purpose the ground 
mica must be rendered free from metallic particles. It is used in combination with 
grease, graphite, or oils as a lubricant for axles and other bearings—for which, 
purpose it must be freed from gritty matter. Another application is its use in 
place of kieselguhr as an absorbent of nitro-glycerine, the explosive thus formed 
being known as mica powder. But probably a me e important use, in contiection 
with scrap mica, is as a non-conductor of heat, especially for packing, and jackets 
for boilers and steam-pipes, since it will stand any abnormal heating, is practically 
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free from moisture and acids which attack iron and steel, and if moisture leaks in, 
the mineral is completely unaffected by it. 

; Productioii.“The demand for larger mica has increased steadily for some years with the 
advance of electrical requirements. On the other hand the supply from some of the older localities, 
f Madras) is d^reasing owing to the depth to which the nunes have already been worked 
Localities where in past geological a^es the special conditions requisite for the lorniation of large 
and uncracked crystals of suitable mica exist^, are of limited occurrence, and new ones are not 
bei^ quickly discovered. 

The chief mica-producing countries at the present day are India, Oinada, and the United States. 

In India the production comes mainly from the IlazariUigh district of Bengal (57 percent.) 
and the Nellore district of Madras {31 per cent.).^ In <the former area the industry has been in 
existence for very many years, while in Nellore mining commenced as recently as 1892. The 
mica mined is exclusively muscovite, and the following are the principal cUasses recognUed:— 

** Bengal Ruby,” and Madras Rtfby,” the latter not having such a good plane of cleavage, 
but greater fissility than the former. 

Bengal Yellow,” less common, but equally valuable. 

** Madras Green Clear,” liable to crack when manipulated. 

“Bengal White,” “mealy,” i.e., cloudy from incipient decompt^iiion or interlan»e 11 ar 
inclusion of gas ; it is softer than the ruby mica. 

“Madras Green Hydrated” is softer than the ordinary green mica frou> that place. 

The production from India in 1910 was as follows 

Bengal ..... 2,055,872 lb*. 

Madras ..... 401,632 ,, 

Uajpulana ...... 84,784 ,, 


' 2,542.288 lbs., or 11,354 tons. 

The value in 1910 was .;^177,1S2, whil.st that for 1911 was ;^i8S,642. 

From Canada comes phlogopite mita, usually aml>cr-c<)loured, rarely colourless in thin 
plates. Since it is used mostly tor electrical purpo.ses, the amount of col(mr is not iinporlant, 
though the darkest varieties are as a rule poor splitters. The liest kinds .ire classified into “light 
amber,” “ dark amber,” and “ silver amber,” the latter being tlie predominant rjuality product'd. 
The lightest-coloured varieties arc not favourably r^arded, lieing as a rule more brittle and less 
elastic than the “silver amber” mica. In 1912 Canada j)roduccd 318 tons of mica in Ontario, 
and al)OUt 850 tons in the Gatineau and Lievre rivers district of Quebec, about a third of the 
world’s output. 

The United States in 1911 produced about 380 tons of rough-trimmed and cut mica, chiefiy 
from North Carolina and New Hampshire, and alK>ut 3,500 tons of scrap mica, in value altuut a 
seventh of the oufpul. 

The following countries also contribute a little to the world’s supply j—Ceylon,^ from which 
clear amber-colourcd phlogopil'^ comes; Brazil,^ where the occurrence is muscovite and appar¬ 
ently very similar to that in India; German East Africa,^ and Japan. The United Kingoom 
in 1912 produced 29,962 tons, obtained as a by-product in the preparation of china clay in Cornwall 
and Devon. 

Value.—The micas of commerce are usually divided into three qualities for valuation purposes: 
“ clear ”—l)eing quite free from spots; “slightly stained’’—having, say, one or two stains in four 
square inches, and “stained’’-or “spotted.” It has been stated that “slightly stained” mica is 
worth about half the price of “clear,” other things being equal; and the “ stained,” a quarter in 
the case of small plates and an eighth in the case of large plates. 

It is not possible to give absolute prices of manufactured sheet mica from the lists of the dealers, 
since discounts atlowed vary with the nature of the purchases. The prices of the sizes given in the 
table below are quoted from a standard list for 1911. Discounts ranging from 70-10 pes^cent. 
are allowed on the stove mica, and from 6o-io per cent on the electric mica.^ The relative 
values of the various sizes can anyhow be seen. 


1 Holland Mem. Geol. Survey^ India, XXXIV., 1902. 

* Administration Reports, 1903; “Mineral Survey of Ceylon.” 

* Tretns. Inst. Min. Met.^ Vol. XII., p. 357, 1902-3. 

* <See Sebnq^, p. 46. 

® “ Mineral Resources of the United States,” 1910, P..919. 
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; 

Stove Mica. 

Electrical Mica. 

Size. 

Price per Lb. 

Size. 

Price per Lb. 

In. 

% 

In. 

% 

Ilx2 

1.20 

I x 3 

i ’75 

2 X 2 

2.00 

I x6 

5.50 

2x3 

3-50 

lJX4 

2.75 

3 X 3 

S- 7 S 

2 X4 

3-50 

3 X 4 

7.00 

2 X7 

7.25 

4 x6 

9.50 

3 X9 

11.00 


The value of ground mica (amber) at the factory ranges from $20 to $30 per ton of 2,000 lbs. 
according to fineness and quality [c.i.f., New York, from I45 to $75 a ton]; for ground white mica 
$36 per ton for 40 mesh, and S46 per ton for 200 mesh can be obtained. 

Scrap amber mica, free from rust and gangue, can be bought for alwul $5 per ton, and scrap 
while mica for about $8 , but that obtained as a waste product in the prejiaration of sheet mica 
fetches a better prir e than nika which is mined directly in the scrap condition, owing to its greater 
degree of pnrit}. 
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THE THORIUM AND CERIUM 
INDUSTRY 

Including- the Manufacture of Incandescent 
Mantles and Pyrophoric Alloys 

liY Sydney J. Johnstone, U.Sc. (I-ond.) 
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THORIUM 

This element, in the form of its nitrate, lh(N0j)4 + 4H20, is by far the best 
known and most widely used of the rare earths. This is due, of course, to its 
employment in the manufacture of mantles for incandescent gas lighting. 

The oxide, thoria (ThOa), wa.s discovered by Berzelius in 1828, in the mineral now known as 
thorite, but it was not until 1885, when Auer von Welsbach invented the incandescent mantle, 
that a commercial use was found lor the material. 


Natural Occurrence 

At the time when Welsbach invented the incande- lent mantle, the only sources 
of thoria were certain rare earth minerals, such as monazite, thorite, aeschynite, 
samarskite, gadolinite, etc., found chiefly in Scandinavia. As these wcurred only 
in small quantities, it was obvious that this source of supply would not be able 
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to keep pace with the demand. A search for suitable material led to the important 
discovery of large deposits of monazite on certain parts of the sea-coast of Brazil, 
which for many years formed the source of practically all the thoria of commerce. 
Small quantities of thorianite and thorite are also used for this purpose. 

Monazite is a mineral composed essentially of phosphates of the cerium and 
lanthanum earths, together with a small and variable percentage of thoria. Its 
colour varies from golden yellow to dark reddish brown, and occasionally black. 
Its specific gravity varies from 4.8 to 5.5; samples having the higher specific gravity 
usually contain a large percentage of thoria (see Table I.). 

Although monazite is known to occur in situ in certain gneissic and granitic 
rocks, the deposits now worked are all of an alluvial character. The most important 
deposits are those situated on the sea-coast of Brazil, particularly those in Bahia, 
Espirito Santo, and Rio de Janeiro, where the sands, which occur as the result 
of the weathering of the monazite-containing rocks, are naturally concentrated by 
tidal action. This concentration takes place by virtue of the difference in specific 
gravity between the monazite and the associated minerals, which include quartz, 
zircon, garnet, rutile, tourmaline, etc. The percentage of monazite in these sands 
naturally varies between wide limits, and may be as low as 2 per cent, or as high 
as 60 per cent. The mineral occurs mostly in the form of fine grains, each under 
r mm. in diameter. 

Extensive deposits of the mineral also occur inland, but so far these appear 
to have been but little worked, possibly owing to transport difficulties and the 
higher grade and greater case of working of the coastal deposits. These deposits, 
winch are largely covered with dense forest, occur in beds of gravel, 4-6 ft. thick, 
which contain from 2-4 per cent, of monazite. For accounts of the Brazilian 
deposits and their working, articles by F. Freisc, Oes/er. '/.eit. fur Berg und Ilutlenwtsen, 
rqtr, p. 27, and /.eits. frakt. GeoL, rpoy, 17, 5t4, should be consulted. 

The Brazilian coastal dcptjsits are now worked under a fifteen years’ contract, 
from lyrz, from the Brazilian Government, the contractors engaging to export at 
least 35,000 tons during that period. The Government is to receive a royalty of 

20,000 on the first 27,000 tons exported, and 50 per cent, of the net profits on 
the thorium nitrate manufactured from the sand. 

In the past, attempts to obtain the control of these deposits have led to an 
enormous amount of |)lotting, and, for many years, the whole output passed into 
German hands, and so practically the whole of the world’s consumption of thorium 
nitrate was made in Germany. Recently a large proportion has been made in 
F'ranc(;, and an American comjrany has also obtained a small proportion of the 
Brazilian output. 

In North America, important deposits of monazite have been located and 
worked in North and South Carolina, but owing to the fact that a decrease 
in the price of thorium nitrate rendered the working unremunerative in many 
localities, the deposits haw not been worked recently to any appreciable extent. 
The monazite, which occurs in crystals about the size of a pea, is found in gravels 
lying about 4 ft. from the surface and varying in thickness from i-io ft. A full 
account of these deposits is given by J. H. I’ratt in Economic Paper No. 14, North 
Carolina Geological Survey. 

In Travancore, Southern India, important deposits of monazite, containing 
nearly twice as much thoria as the Brazilian mineral, have been located and 
worked near Cape Comorin and .Ashtainudi Bar. These deposits now occupy an 
increasingly important place among the countries producing monazite (see Table V.), 
and have been described in Report of State Geologists of Travancore for 1907-10 
(Trivandrum, 1910), and by G. H. Tipper in Records of Geological Survey, India, 
1914, 44, 186. 

The mineral has also been found in 'several other countries, e.g., Norway, 
Ceylon, Nigeria, Nyasaland, South Africa, Australasia, Russia, and Malaya, but 
none of these countries figure as important producers at the present time. 

The following are the re.sults obtained by the author in the examination of 
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Monazites from new localities in Ceylon, Travancore, Malaya, Nigeria, and 
Nyasaland (Jm/rn. Chem. Jnd., 1914, 33 , 56)- 

These analyses were all made, at the Imperial Institute, on the pure monazite 
separated from the associated minerals. Results are also given of the examination 
of samples of pure monazite from two of the more important producing localities 
in Brazil. In these analyses any uranium present in the mineral is included in the 
figure for alumina. 

Tabi.k I.— Ceylon Monazite 




J. 

2. 

Mona7iie 

3 - 

4 - 

5 - 

Locality ... - 



Pebble from 
Muladiwa- 

Sami fiom 

Monaril e 

Monarite 



Niriclla 

Pebble from 

Ccbble from 



Morawak 

Korle. 

katida, 

Gilimaiu. 

('•aiig.T. 

Kntna|>uva. 

Katnapura. i 



Per <'ent. 

Per Cent. 

Per Cent. 

!Vr Cent 

Per Cent. ] 

Th<»ria .... 

ThO.. 

9 - 7.5 

9-49 

10.75 

10.29 

28.20 

(?cria ... - 


27.51 

27.15 

26.71 

27-37 

20.65 1 

Lanthana and allied oxides 

L'tX),, etc. 

29-.59 

29.59 

30.06 

. 30-'3 

21.63 

Vltria and allied oxides - 

etc. 

2-54 

3 - 9.1 

1.46 

2.14 

0.94 

Ferric oxide 


1.27 

0.87 

i.oq 

o.Si 

I-I.3 ! 

' Alumina . - ■ ■ 

A 1 ., 0 ., 

0.61 

0.17 

0.70 

0.17 

0.29 ! 

Lime ... - 

CaO 


045 

0.8s 

0.41 

0. 10 

Silica .... 

SiO., 

1.78 

1.67 

247 

1.03 

6.09 

I'hosphoric acid 


26.12 

26.12 

24.61 

27.67 

20.20 

Loss on ignition 


0-59 

O.4S 

0.9.5 

0.20 


S|)ecinc gravity 


5.20 

5-25 

' 

.5.23 

5-47 

1 


I'Tom lhe.se results it is evident that the Ceylon monazite usually conUiins about 
10 per cent, of thoria, which is nearly double the amount found in the monazite 
of Brazil. It must be mentioned, however, that as little as 5 per cent, of thoria 
has been found, by the author, in fine grained monazite isolated from certain sands 
from (ieyion, but material of this character appears to bit of somewhat infrequent 
occurrence. Occasionally, specimens are met with having an unusually high 
specific gravity and a correspondingly high percentage of thoria, which it will 
be seen has reached over 28 per cent, (column 5 in Table 1 .). 

Table II.— Nicerian Monazite 


Northern Nigeiia. Southern Nigeria. 


Numlier .... 


2 . 

3- 

1 1 

5 - 

. 

6 . 

Locality ... - 

Ekole. 

• 

Kadora, 

Central 

Province. 

Jarawa 

River, 

Naraguta. 

1 Iboboto 1 

1 Stream, 1 
’Msan-Oban' 

1 Track, j 

i i 

lletween 
Iboboto 
Stream 
and Ebara 
River. 

Ebara 1 
River. 1 

j 


Per Cent. 

Per Cent. 

Per Cent. 

, l*er Cent. 

I’ei Cent. 

Per Cent. 

Thoria. 

5-00 

3-20 

8.00 

6.19 

2.30 

5-50 

Cerin. 

30.72 

36-.53 

30-50 

30.38 

34-58 

31.40 

Lanihana and allied oxides • 

30.02 

30.00 

28. So 

29.60 

29.83 

29.20 

Yttria and allied oxides 

2.74 

0.39 

1-43 

1-33 , 

1.29 

2.00 

Ferric oxide. - - . 

3.00 

1.20 

0.81 

1.50 ’ 

1.80 

075 

Alumina - . - . 

035 

0.10 

0.20 

0.10 


0.05 

Lime. 

o-t 5 

0.21 

0.17 

0.16 

0.19 

0.10 

Silica. 

1.20 

0.63 

1-79 

0.85 

0.73 

0.S2 

Phosphoric acid ■ 

26.29 

28.29 

28.16 

29.70 

29.71 

29.94 

Loss on ignition ■ 

0.25 

0.20 

0.21 

. 0-33 1 

1 ! 

0.21 

0.44 

i 
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The above results show that the percentage of thoria in monazite from Nigeria 
may vary between fairly wide limits. The average thoria content of a large number 
of Nigerian monazites examined by the author was 5.5 per cent, for those from 
Northern Nigeria and 5.8 per cent, for those from Southern Nigeria. The results 
show that these monazites, as a whole, are nearly as rich in thoria as those exported 
from Brazil. 

'I’ablk III. 


Malayan Monazite. 



Travancore 

Monazite. 


Brazilian 

Monazite. 



Puchong 





Nyasa- 



Locality • 

Pahang. 

Itabi, 

River 

Kenring, 

Kulim, 

Kedah. 

KeblUan. 



Mtma' 

rile. 

Rspirito 

Santo. 

Alco* 

baca, 

Bahia. 



Perak. 









Per Cent. 

Per Cent 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent, 

Per C. 

Thoria - 

8.3s 

3-40 

3-53 

9.41 

10.22 

8.65 

7.10 

6.c6 

6.50 

Ceria ■ 

Lanthana and allied 

25-46 

33741 

64 05 

60.00 

3190 

>61.11 

3252 

>62.12 

61.40 

oxides 

Vttria and allied 

32.72 

32.53) 


28.00 


26.91 

) 



oxides 

2.S0 

0.91 

2.40 

2.82 

0.46 

0.62 

1.50 

0.80 

0.70 

Ferric oxide • 

0.84 

0.65 

0.64 

) ...3 

1.50 

1.09 

1.10 

0.97 

1.50 

Alumina 

2.78 

0.03 

0.07 

017 

0.12 

0 20 

O.IO 

0.08 

Lime • 

0.61 

0-33 

0.17 

0.29 

0 20 

0.13 

0.32 

0.21 

0.30 

Silica • 

0.92 

••45 

i.oS 

2.20 

0.90 

I.OO 

1.66 

0.75 

0.64 

Phosphoric acid 

23.92 

26.58 

27.87 

23-7 • 

26.82 

26.50 

28.16 

28.50 

28.46 

Loss on i^nilion • 

1.28 

0.94 

' 0.52 

- 

094 

0.46 

0-45 

0.25 

0.3S 

0.64 


From the results of numerous partial analyses made by the author on other 
samples of monazite from Nyasaland, it would appear that the average thoiia 
content is about 6 per cent. 

The analyses of Travancore monazite show that it contains a high percentage 
of thoria approaching that of ordinary Ceylon monazite. According to E. White 
(“ Thorium and its Compounds,” p. 10), from 6-14 per cent, of thoria has been found 
in Travancore monazite. 

Monazite from South Africa is usually poor in thoria; in some samples the 
amount of this constituent present is under i per cent. Samples of the mineral 
from Australia often contain only 2 or 3 per cent, of thoria. 

Preparation of the Sand for Export.— As stated above, the crude sand 
may contain from 2-60 per cent, of monazite, but in order to be saleable under 
present conditions, it is necessary for the raw material to contain at least 4 per cent, 
of thoria. As the pure Brazilian monazite usually contains between 5 and 6 per 
cent, of thoria, it is evident that the sand must be concentrated so as to contain 
at least 70 per cent, of the pure mineral, and in practice it is more usual to dress 
the sand so that it contains about 90 per cent, of monazite. In the deposits, the 
monazite is usually associated with a large percentage of quartz, together with some 
ilmenite, garnet, rutile, zircon, hornblende, etc., and the method of concentration 
employed varies largely according to which of these minerals is present and the 
average size of the monazite grains. In general, three processes are in use," at the 
present day, for effecting this concentration, (i) Wet processes involving the 
use of shaking tables of the Wilfley type. (2) Dry blowing. (3) Electro¬ 
magnetic means. 

Tn the wet process the sand is run, with a stream of water, on to one corner 
of the rect^ular concentrating table (see Fig. i), which is tilted so that the 
material travetfdiagonally across it. The individual minerals, assisted by a jigging 
motion which is meehanically imparted to the table, during their passage across the 
arrange thepselves roughly in order of their specific gravities. 
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The defect of this and similar wet concentration processes is that small particles of high specific 
gravity tend to behave in the same way as Larger particles of loatr specific gravily, and so an 
efficient separation, in the case of monasite, is difficult to carry out without losing a fair amount 
of the mineral as tailings. 

In lirazil, the initial concentration is often performed by a wet process 
and the concentrates are then raised to a marketable grade by means of electro¬ 
magnetic separation. 



Fii;. I.— Movement Knd of Wilfley Table. 

In dry blowing, the principle of concentration by gravity is here also 
em])loyed as in wet concentration, hut a blast of air is used in place of a current 
of Witter. This process has been used, with considerable success, in Travancore 
for concentrating monnzite. 

A m.acbin('. which is in u.se in Travancore, is illustrated in Kig. 2. Air from a suction blower 
enters the table-from below and passes through the pervious cloth top, forming a film of air, under 



Fic. 2. —Sutton-Stecle Dry Concentrating Table. 


pressure, on the upper surface of the cloth. This air film causes the minerals to arrange themselves 
vertically, in order of their, specific gravities; the heavieiit lieing at the bottom. A reciprocating, 
motion is also imparted to the table, thus causing the minerals to sep.arate into zones. 

A full description of the process of dry blowing is given by R. 11 . Richards, “ Ore Dressing,” 
Vol. II., p. 8t5 (New York, 1903). 

Electro-magnetic separation is usually the most satisfactory method of 
producing a high-grade monazite concentrate, although the initial outlay for plant 
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is much greater than is required for either of the foregoing processes. This method 
is based upon the fact that many minerals differ m magnetic permeability, »,e., a 
current which will attract certain minerals will leave others unaffected. 


dluibutf kye^on to the band B„ and is carried forward and thrown against the belt B,, which 
nra«ls just beneath the iroles of the electromagnet s.s. The constituent minerals of the sand are 



Fig. 3.—Wetherill Magnetic Separator. 


attracted towards the magnet in varying degrees and fall into the collecting boxes arranged below, 
in order of their permeability. Uy repeating this trealmeni twioe a product oontaining from 90- 
95 per cent, of pure monazile can be usually obtained. 

Thorianite is a heavy black mineral usually found in small cubes, having a 
specific gravity of about 9.5 and a hardness of 7. It is usually readily soluble in 
either nitric or sulphuric acid. 'I'he mineral was first found in certain stream beds 
and gem-bearing gravels in the Central, Sabar.igamiiwa, and southern provinces of 
Ceylon. It has .also been found, recently, in a placer deposit on the river Boshagoch 


Fig. 4. —Wetherill Separator (Diagrammatic). 



in Transbaikal, Russia. In 1905, about 9 tons of the mineral were exported from 
Ceylon and sold at prices varying from ;£i,6oo to ^1,700 per ton, but since then 
only small quantities have been produced. Thorianite is of interest, as containing 
a higher percentage of thoria than any other known mineral (sec Table IV.). 

For a full account of this mineral, see W. R. Dunstan aiid G. S. Blake, Proc. 
Roy. Soc., 1905, A, 76 , 253, and W. R. Dunstan and B. M. Jones, Proc. Roy. Soc, 
1906, A, W, J46. 

Thorite "conisists sssentially of thorium silicate, ThOa, SiOa; in colour it vanes 
from, yellow to dark brown, and its specific gravity may be between 4.4 and 5.4. 
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It is of little importance as a source of thoria owing to the small quantity available, 
but it is occasionally exported from Southern Norway and Ceylon. Its com¬ 
position is shown in Table IV. 

Tabi.e IV. 



Formula. 

Ceylon Thorianite. 

Ceylon Thorite. 

I. 

2. 

3 . 

4 - 



Per Cent, 

Per Cent. 

Per Cent. 

Per Cent. 

Thoria. 

ThO., 

58.84 

78.86 

71.04 

70.12 

Ccria and allied oxides 

('cjOj, etc. 

0.85 

1.02 

1.89 

2.32 

Ferric oxide .... 


1.31 

0.46 

3.67 

■■93 

Uranium oxide - - • . 

Ll.,(), 

32 74 

1^.10 

0,77 

S-. 3 S 

Lime 

Cat) 

019 

1.13 



Lead oxide. 

Pl>() 

2.56 

2-59 


1.40 

Silica - - - - . 

Sit).. 

0.45' 

0.20 

13.35 

1 3 -.30 

I’hosplioric acid • 




2.02 

1.60 

Loss on ignition .... 


1.26 


7. 16 

4-59 

Specific gravity - - . • 


... 

... 

4.94 

S -94 

_ „ .. - 

— 


-- 

— 

— 


I. Dunstan and Jones2. Dunslan and lilake, 

3 and 4. “ Kep. Min. Sur. ('cylon,” Col. Rcp'^. Misc. Scr. (C'd. 3,190, also Cd. 7 »I 75 )' 


Commercial Value of Thorium Minerals.— In ,912, 75 per cent, of the 
world’s annual production of mona/.ite sand came from Hr.izil (Kspirito Santo and 
Bahia). This being the case, the price obtainable for the raw material from other 
sources has, in the: past, been largely controlled by the shipments from Brazil. As 
is often the case with the less common minerals, the itrice obtainable is largely 
a mattof of negotiation between the parties, but as a rough guide it may be stated 
that at the present time (June 1914), concentrates carrying 90 per cent, ol monazite 
and not less than 4 per cent, of thoria can be sold at about jQi, per unit, per cent, 
of thoria (ThO.,), r'.c., a concentrate carrying 4.5 per cent, of thoria would fetch ;^i8 
per ton, c.i.f.. United Kingdom ports. In the case of such minerals as thorianite, 
which contain a much larger percentage of thoria (see analyses. Table IV.), a higher 
price per unit can often be obtained, providing, of course, that the material is not 
unusually refractory, and does not contain minerals, such as mica, which cause 
difficulty in the process of manufacturing thorium nitrate (sec p. 299). 

Production. —The output, during recent years, of monazite sand from the 
more important producing countries is shown in the following table:— 

Table V. 



1909. 

1910. 1911. 

1912. 


Metric 

I'ons. 

Vidue. 

Metric 

Tons. 

VT , Metric 

Tons. 

Value. 

Metric 

Tons. 

\’a!ue. 

Brazil - - • - 

United States 

Travancore (S. India) ■ 

6,462 

246 

_ 

£ 

144,742 

' 3 , 54 » 

5,437 
45 -■ 

£ 

127,526 3,686 
2,501 , 1.6 
832 

_^1_ 

£ 

111,104 

89 

24,044 

3,398 

0-5 

■,135 

£ 

108,758 
33 
4 ',419 


t Insoluble matter. 







298 


INDUS TRIAL CHEMIS TR K 


The value and original destination of the monazite shipped from Brazil, during 
recent years, is shown in the following table 

Table VI. 


Destination. 

1910. 

1911. 

1912. 

- 

' Metric Tons. 

Value Reis. 

Metric 'J’ons. Value Reis. 

Metric Tons. 

Value Reis 

Germany - 

2,636 

921,069 

1 * 

1,890 1 868,343 

1,852 

900,070 

France 

1,691 

592,321 

1,096 48;,oi6 

944 

440,680 

United States - 

1,100 

387,200 

700 . 316,400 

600 

2^7,400 

Great Britain • 


1.2 

600 

Italy 

10 

3.582 

... 1 ... 




I reis= IS. 4(1. 

The total quantity of monazitc exported from Brazil during 1913 amounted to 
1,437 nietric tons, valued at 

The whole of the Travancore output has, for several years past, gone entirely to 
Germany. 

Analysis of Thorium Minerals.— The complete analysis of a thorium 
mineral is usually a long and tedious operation requiring much experience if accurate 
results are to be obtained, and the rweessary operations aie too complicated to be 
described here in detail. 

A method for the complete analysis of monazite sand, which pcrinits of the 
whole operation being carried out on one portion of the sample, has been described 
recently by the author {Journ. Soc. Chem. Jnd,y 1914, 33 , 5O), and is briefly as 
follows:— 

The finely ground mineral is digested wuh hot concentrated sulphuric acid until all the 
monazite has been decomposed, and the pasty mass of sulphates is then treated with cold water. 
After separation of the insoluble silica, by filtration, the rare earths in the acid solution are pre¬ 
cipitated by means of ammonium oxalate, 'rhorium is estimated in this ])recipilatc by the thio¬ 
sulphate method {see standard method given Inflow). The cerium, lanthanum, and yttrium earths 
in the thiosulphate filtrate are recovered by treating the solution with concentrated nitric acid, 
and then precipitating them by means of ammonia. Yttrium is separated from the cerium and 
lanthanum in this precipitate by fractional crystallisation of the double potassium sulphates, the 
yttrium salt remaining in solution. Cerium is separated from the lanthanum and didymiimi earilis 
by converting aK to hydroxides and treating with a current of chlorine whilst suspended in a 
fairly strong solution of caustic potash. This treatment causes the lanthanum and didymiuin earths 
to pass into solution whilst the cerium is converted into the insoluble hydrated peroxide. The 
filtrates from the precipitation with ammonium oxalate contain the iron, aluminium, calcium, and 
phosphoric acid, and after destroying the oxalate, hy evaporation to dr)ness willi nitric acid, these 
constituents are estimated by the ordinary methods of analysis. The accurate quantitative estima¬ 
tion of thorium in monazite is now a matter of considerable technical importance, and the 
following detailed account by E. White {“Thorium and Its Compounds”), of a variation of the 
thiosulphate method, may be quoted) as it is stated to be the standard process emp]o)ed 
commercially. 

Standard Method.— 12.5 g. of sand are heated to 180*^ 200” C. for two or three hours, or 
until ail monazite grains are “ broken,” with 50 c.c. HJJSO4. {Examine a small portion mixed with 
water on a watch glass.) The white pa.<>ty mass is cooled and dissolved in water suOicient to 
produce 500 c.c. of solution when cold. Filter when cold and take 200 c.c. of the solution*{equal 
to 5 g. of sample), dilute with water to 500 c.c., and add, without stirring, 180 c.c. of a cold 
saturated solution of oxalic acid, and allow to stand until the bulky flocculent precipitate becomes 
heavy and crystalline (half to one hour as a rule); stir and set aside for twelve hours or overnight. 
•Filter, reject filtrate, wash the precipitate until the washings give no reaction for phosphate with 
amitfbnium molylxlate section. (If necessary, use water acidulated with hydrochloric acid for 
washing.) Dry and igrtite the oxalates and filter -f^iper. Dissolve the oxides in hydrochloric 
ucid (sp. gr. i4,i!6)> rinsing the crucible with alcohol, if necessary. EvaporiUe the hydrochloric 
solution to dryness on a water-bath, take op withafew c.c.or water, and again evaporate to dryness. 
Dissolve the hdd-frM ohlorides in 200 c.c. water, and add 9 g. of NagS2Ga + S Aq. in 30 c.c. 
wat^r; set aside overnight, boil /or ten minutes, filter and wash the precipitate until the.washirtgs. 
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give no reiction with ammonia. Keep both precipitate and filtrate. The filtrate is again boiled 
for sixty minutes, and any further precipitate formed is collected, washed, kept aside, and marked 
" A,” the filtrate lieing then rejected. The precipitate produced by the ten minutes’ boiling is 
dissolved on the filter with 5 per cent, hydrochloric ijcid by passing the acid several times through 
the filler, which is then washed with,boiling water. The acid solution is cvaporateil to dryness 
on a water-bath, taken up with 150 c.c. of water, and precipitated with 3 g. of sodium thiosulphate 
in to C.C. of water, set aside overnight, boiled ten minutes and filtered, and the filter washed with 
water. The filtrate is boiled after adding ammonia in excess, and the precipitated hydroxides are 
collected and set aside with precipitate “ A " to rework. The thiosulphate precipitate is dissolved 
in 5 per cent, hydrochloric acid as before, evaimrated, taken up, and reprecipitated with sodium 
thiosulphate solution, set aside, boiled, filtered, and the filtrate tested with ammonia. If the 
filtrate' gives any precipitate with apimonia, the thiosulphate treatment is repeated until the .solution 
gives no precipitate with ammonia. Three thiosulphate precipitations in all arc generally sufficient. 
The final thiosulphate precipitate is dissolved on the filler in 5 per cent, hydrochloric acid, the filter 
washed with boiling water, and the filtrate made up to 150 c.c.; to c.c. hydrochloric acid are 
added, and then 30 c.c. of cold saturated solution of oxalic acid. The whole is kept at 30”-40° C. 
for two or three hours, and then set aside overnight, filtered, and the precipitate washed, dried, and 
ignited. The filter papers from the thiosulphate precipitates, the precipitate “A,” and ail 
subsequent ammonia precijiitates are reworked for traces of thorium which they may contain. They 
generally yield aljout 5 mg. of ThOj, equal to o. I pet cent, on the 5 g. taken. 

I’or an account of the numerous other methods which have lieen suggested for the separation 
and estimation of thorium and cerium, see “Die Analsse det seltenen Etden,” by K. J. Meyer 
and O. Hauser (.Stuttgart, 1912). 


Industrial Utilisation of Thorium Compounds 

At the present time, the only commercial uses of thorium are for the pro¬ 
duction of thorium nitrate, u.sed in the manufacture of incandescent gas mantles, 
the preparation of the radio-active product, mesothorium (see p. 393), alloyed with 
tungsten as a filament for incandescent electric lamps (sec p. 362), and in certain 
flashlight powders. 

Manufacture of Thorium Nitrate.— -As is the case with many chemical 
processes, which involve the separation of a small quantity of valuable material 
from a large amount of comparatively worthless substance having similar chemical 
properties, the exact details of manufacture are carefully guarded trade secrets. 
The general principles involved, however, are mostly well known. 

Owing to the fact that thorium occurs, in monazlle, associated with members of the cerium and 
yttrium groups which have somewhat similar chemical properties, its separation from these is a 
matter ol some considerable difficulty, for although there are several satisfactory methods available, 
on the analytical scale, these are too expensive for use on the works. 

At the present time, all the processes employed for the preparation of thorium nitrate from 
monazite involve fractional precipitation and crystallisation at one or more stages of the operations. 

The concentrated monazile, which usually contains at least 90 per cent, of 
the pure mineral, is first .submitted to the process known as “ breaking.” This 
consist.s in heating it, in cast-iron pans, with about twice its weight of strong 
sulphuric acid (sp. gr. 1.84), until the white pasty mass of sulph.ates, which results 
from this treatment, is completely soluble in water, and no grains of yellow rnonazite 
remain. The operation is considerably facilitated if the mineral is added gradually 
to the hot acid. 

Brazilian monazite, which occurs mostly in the form of fine grains under I mm. in diameter, 
does not usually need grinding before “ breaking,” but material from other sources, which is often 
in much larger grains, sometimes needs preliminary grinding. This is irarticularly the case with 
Carolina monazite, which often occurs in crystals about the size of a pea. 

The pasty mixture of sulphates is next slowly run into cold water contained in 
a lead-lined vat, and the whole is well stirred until solution is complete. After 
allowing to stand for some time, in order to permit of the settling of the insoluble 
matter, which consksts of silica, zircon, rutile, and other unattacked minerals, the 
solution of rare earth phosphates in dilute sulphuiic acid is siphoned off. In this 
liquid the ratio of thoria to the other rare earths is about i to 12, and the next 
* process consists in obtaining a product in which the ratio is about 4 to i. This 
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is accomplished by taking advantage of the fact that thorium is more basic than 
the remaining rare earths, and so when a solution containing all these is gradually 
neutralised, the thorium phosphate is precipitated first. This precipitation is 
carried out by reducing the concentration of the free acid in the solution, either 
by partial neutralisation with an alkali or alkaline earth (ammonia or magnesite 
may be u.sed) or by largely diluting the solution with water. The thorium 
precipitated in this manner is filtered o(T, dissolved in the minimum quantity of 
acid, and the fractionation repeated. 

Great care is necessary in the carrying out of these operations in order to avoid losing any 
thorium phosphate in the waste filtrates. 

'Phe next process, involving the separation of the thorium from the phosphoric 
acid and remaining cerium earths, is of considerable importance, as phosphates and 
certain of the rare earths, particularly didymium, have a very deleterious effect on 
the lighting j)ower of the incandescent mantle (see p. 303). 

'File methods employed, at the present time, for the removal of the phosphoric 
acid from this precipitate are mostly trade secrets. 

A process much employed in the past was to boil ilie acid solution of the phosphates willi oxalic 
acid. This caused the thorium lo lie precipitated as oxalate whilst the phosphoric acid remained 
in solution. The use of ihis process has now been largely discontinued, as it necessitated the use of 
dilute solutions and a large excess of oxalic acid, and thus proved too expensive tor use fin a 
technical scale. 

An interesting process for the removal of the j)hosphoric acid by volatilisation, has been 
patented recently by C. Itaskerville and described in a paper read before the Eighth International 
Congress of Applied Chemistry (1912, 2. 17). The process, which is being tried liy the Wclsliach 
Light Company of Gloucester City, N.J., consists in mixing I part of nmna/.ite with i.i jiarls of 
petroleum coke, 0.8 part of lime, anil 0.15 pari of fliiors|jar; heating the whole in an electric 
furnace for ij hours, using a cuirenl of 35 volts and 125 amperes. When the evolution of 
phosphorus ceases, the mass is allow'ed lo cool and treated with water. Owing to the presence 
of calcium carliide, formed by the interaction of the lime and coke, the mass readily disintegrates 
lo a fine pfiw'der, with the evolution of acetylene. This pow'der is well washed to remove calcium 
hydro.xide, and after sfdulion in hydrochloric acid is ready for treatment for the separation of the 
thorium from the cerium earths. 

Previously, Muthmann, llofer, and Weiss had o(>erate(l on somewhat similar lines by fusing 
mona/ite with carbon in order to get pho^phifles and carbides, and then ilecomposing the mass 
with hydrochloric acid (German Patent, 129,416, 1901). Although this process removed the 
phosphorus, the final product was very hard and difficult to grind, probably owing to the pre.sence 
of a small quantity of silicon carbide. All these difficulties are said lo be overcome by Baskerville's 
process. 

Another process which has been employed consists in fusing the phosphates with alkali 
carbi.mates and then treating the melt with water, which liissolvcs the sodium phosphate, leaving 
the raie earth oxides insoluble. 

After the removal of the phosphoric acid there remains, associated with the 
thorium salt, from 10-25 compounds of the cerium earths. 'I’here 

are several methods available for the separation of the thorium from this mixture. 
The best known of these are—(i) Fractional crystallisation of the sulphates. {2) 
Separation by means of the double alkali carbonates. (3) Separation by the difference 
in solubility of the oxalates. 

The Sulphate Method of separation is based upon the property which thorium 
possesses of forming a ‘number of hydrated sulphates, certain of which differ 
sufficiently in solubility from the sulphates of the cerium earths to make a separation 
possible. 

Anhydrous thoiium sulphate is soluble lo the extent of about 25 per cent, in ice cold water, 
giving a labile solution. By raising the temperature of this solution various hydrates can be 
obtained which are much less soluble than the anhydrous sulphate or the corresponding cerium 
earth sulphates. At temperatures lietween 0“ and 45° C. the thorium compound which separates 
out has the composition ThfSO.h-l-SHgO, and between 45" and 100“ C. the sulphate obtained has 
the composition Th(S0,).'t-4H20. The anhydrous sulphate is prepared by heating the hydroxide 
with concentrated sulphuric acid to a temperature of 400° C. Tlie product obtained is then dis¬ 
solved in five parts of ice cold water, and the solution heated to 15“ or 20° C. 

The solubilities of these sulphates, together with those of the cerium earths, are shown in the 
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following table. The figures represent the quantities of the various sulphates (calculated as 
anhydrous) which are dissolved by too g. of water at the temperatures stated:— 

Table VII.‘ 



I4 ’-i8 “ C. 

25°-3t'° C. 

42''-5o‘' C. 

Th(S<)j)., 1 811.,0 - 

Ceo(S04).,H sa.o - 

Nd.(.SOji,+8lf.,(J - 
I>r.,(S0j), + 8I1..0 - 

Li'2(SOj);, + 9lL() - 

'■38(15") 

11.06 (is”) 

7.10 (16”) 
14.05(18") 

2.60(14") 

'■85(25') 

8^39 (25°) 

5^ 10(30') 

10.40 (35°) 

1,90 (30") 

3^71 (44°) 

5^65 (42") 

3.60 (50") 

7-02 (55°) 

'.60 (50") 





1 

50"-57" C. 

7o' 8o° C. 

9o'’-ioo'’ C. 

T1)(S()4).,^ 4H.,0 

Ce..(S04f, + 4lf,() . 

N(MS0,), + S1U) - 
i 8il..O - 
La-ISO,), 1 9 \fj) 

'■94(55°) 

^■34 (57‘) 
3.60(50“) 

7.02 (55") 
1.60(50°) 

1.09 (70“) 

1.38 (70”) 

2.70 (So*") 

4.20 (75°) 

'.00(75") 

0.61 (90'’) 

0.43 ('OO') 

2.25 (100°) 
1.00(95°) 

0. 70(100") 


A consideration of these ligures shows that a tempeiaturc between 15' and 20'’ (\ is the most 
suitable at which to effect the separation. 'I’he octa-hydrated thorium sulphate, at this temperature, 
also has ilie advantage that it is piecijiitated in the form of dense crystals, which arc easily washed, 
whilst the lelia-liydrale is usually jirei-ipilalcd as a woolly mass, which is more difiicult to 
manipulate. 

The Carbonate Method depends upon tlic fact that thorium carbonaic forms 
soluble double salts witli certain of the alkali carbonates, and the amount of the 
cerium earths which pass into solution under these conditions is very small. 

Experiments earned out by O. llebncr showed that 3.375 g- of sodium carbonate wcmld keep 
in solution o.Syo g. of ihoria and about 0.002 g. of ccria. The thorium can be recoveied as 
oxalate from the solution of alkali carbonate by the aildilion of oxalic aci<l, or as hydruxide by 
means of < ausiic soda. 

The Oxalate Method of separation utilises the property possessed by thorium 
oxalate of forming a soluble double salt with ammonium oxalate, whilst the cerium 
earth oxalates are almost insoluble in solutions of this salt. 

The following table shows the relative (juantilies of the various oxalates (calculated as oxides) 
which are dissolved by excess of ammonium oxalate:— 


ThO.. - 

2663.0 

Nd.,0., 

i '5 

Yb.,d., - 

• 105.0 

I’tAr 

1.2 

YA,' ■ 

- 11.0 


I.O 

CY..O, - 

. 1.8 




A good account of the oxalates of the rare earths is given by B. Brauner, Jomn. Chan. Soc.^ 
*898, 73, 951, and also by E. Kimbacli and A. Schubert, Zeits. phy$ik. Chem.y 1909, 67, 183. 

From time to lime v.'irious methods have been employed, in addition to the above, for the 
fractionation i>f the thorium precipitate ; amongst these may be mentioned the fiai/iaiahon of the 
ckromaUs invented by W. Muthmann and E. Baiir (German Patent, 120,013, 1901; English Patent, 
17»6 o 3, 1902). For a description of this process, see Hcr.^ 1900, 33, 1756 and 2028. 

All the above methods of separation are not quite so efficient as they would 
appear from the tables, owing to the fact that the relative solubilities of the thorium 
and cerium earth salts are not exactly maintained when these occur in solution 
together. 


^ Compiled from figures given by Demaicay {Compies raid., 1883, 96, 1S60), Koo/cboom 
{Zeits. physih. Chan., 1880, 5, 198), and Wyrowboff {Bull. Soc. Min.-, 1901, 2\, 105). 
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After treating the thorium several times by one of the above processes, it is 
converted to the hydroxide or carbonate and then dissolved in nitric acid, giving 
the nitrate. This solution is evaporated until a drop on cooling shows signs of 
solidification. The solution, which is now in a 'state of superfusion, is allowed 
to cool to a certain point, and is then vigorously stirred. This causes crystallisation 
to begin with the evolution of heat, and the deposition of the nitrate in granular 
translucent lumps, having the composition Th(K03)4 + 4H2O. It is in this form that 
the nitrate is sometimes sold to incandescent mantle manufacturers,, but more 
usually t-2 per cent, of sulphuric acid is added to the solution just before 
crystallisation, as the addition of this substance causes the ash, left on ignition of 
the nitrate, to be soft and voluminous. By allowing the acid solution of the 
nitrate to crystallise slowly, clear tabular crystals are obtained which have the com¬ 
position Th(N02)4 + 12H0O. 

Various processes have Iieen patented for the direct scjiaration of thorium from the cerium earths 
without fractional ciyslallisation, hut no information is available as to whether any of these are in 
use on a large scale. 

According to recent descriptions, one of the most promising methods apjiears to be the use of 
hypophosphatc of sodium (sec United Stales Patent, 1,069,959, of 1913; M. Koss, (.'hem. /.eit.y 
1912, 36, 686; A. Rosenheim, C/icm. Zeit.., 1912, 36, 812; F. Wirth, Zeits. ani^cw. Chem.^ 1912, 
25. 1678). This reagent is stated to precipitate thorium quantitatively from acid solution, whilst 
the other rare earths remain in solution. At the present timcy however, ihc reagent is too 
expensive for use on a commercial scale in comj)etition with the methods of fractional precipitation. 

Sodium pyrophosphate is staletl to act in a similai manner (see U. J. Carney and K. 1 ). 
Campbell, Amer. Ckem. 1914, 36, 1134). 

The use of sel>acic acid has also been patented (German I’atcnt, 266,459, 1912). 

Vroni 80-90 per cent, of the thorium present in mona/.ite is recovered by 
the present-day methods of .separation, tlie efficiency of the recovery usually 
increasing with the scale on which the operations are conducted. 

The Recovery of Thoria from Waste Mantle Ash.—In some countries wa.ste mantle ash, 
derived from factory trimmings and used mantles, form.s a small but important source of thoria. 
Numerou.s processes have l)een devised for extracting tlic thoria from the ash and converting it to 
the nitrate. In one of these the crude ash is first sieved, in order to remove as much as possible 
of the aslicstos fibre used for attaching the mantle to its support. The sieved ash is next treated, 
for .some hours, with twice its weight of hot concentrated sulphuric acid ; the j)asty mass, after 
cooling, is poured into cold water and the rare earth.s precipitated by the addition of ammonium 
oxalate. The rare earth oxalates are then converted to the nitrates by one of the well-known 
processes. 

The cost of manufacture of thorium nitrate from monazite varies, to some extent, with the 
price of the raw material, but, in the |)ast, it would appear that the price has been regulated by 
the syndicate which controlled the output of raw monazlte from Brazil. According to C. R. Bbhm, 
if monazite containing 5 per cent, of thoria is sold at per ton, i.e., per unit of thotia, 
then thorium nitrate can be produced at i6s. to 17s. per kilo. Another estimate by K. White 
puts the -works cost of production at los. to 12s. pet kilo, when the raw monazite is sold at about 

per unit of thoria. The amount of monazite required to produce one kilo of technical thorium 
nitrate costs between 4s. and 5s., if the raw material is bought on a basis of per unit of thoria. 

In the past the price of trorium nitrate has been subject to wide variations, as is shown by the 
following table giving price per kilo;— 


1894 - 

■;i;iOO 0 

0 

1907 - 


• 14 

0 

18^ ■ 

2 0 

0 

1908 ■ 


- I 5 

0 

1900 - 

I 14 

0 

1909 . 

- 

0 18 

0 

1904 - 

• 2 3 

0 

1910 - 


0 19 

0 

1906 • 

I 7 

0 

1912 ■ 


0 18 

0 


In June 1914 technical thorium nitrate cost about 18s. per kilo in the United Kingdom. 


Testing of Thorium Nitrate for Mantle Manufacture 

The following U a brief summary of the tests 'which the salt is usually required to pass in 
order to sat^fy‘lfe feqairements of mantle manufacturers;— 

Solubility' and CotAir.— When 25 g. of the nitrate is stirred with 25 c.c. of distilled water, 
foe minttteS’ it should be completely soluble, and the solution should have only a slight 
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Ig^nition.—The nitrate, after ignition in a platinum crucible for thirty minutes, in a blast flame, 
should leave a residue of not less than 48 per cent. The ash should be quite while and free from 
any pinkish or yellowish tint. 

Cerium.—Dissolve 2 g. in 10 c.c. of distilled water, and add sufficient potassium carbonate 
solution to dissolve the precipitate first formed. The addition of a few drops of hydrogen peroxide 
to this solution should not give any appreciable yellow colour. This test will indicate 0.004 g. 
of cerium oxide. 

Didymium.—The ash ])roduc€d by the al)ove ignition is suspended by a platinum wire for two 
minutes in the flame of a Bunsen burner. After cooling and crushing, the ash will be pink if 
didymium oxide i-. present. This lest is very sensitive. The yellow colour imparted to the flame 
in this test should be only transient, and the ash should show practically no luminosity in the 
ordinary (not blast) Bunsen flame. The presence of almost any inorganic impurity will cause 
the ash to become luminous. 

Iron and the Heavy Metals.—Only a slight coloration should be produced on mixing a 30 
per cent, solution of the nitrate with an ec|ual volume of a 2 per cent, solution of ammonium 
thiocyanate. To test for the heavy metals, 20 c.c. of a 30 per cent, solution is mixed with 50 c.c. 
of water saturated with sulphuretted hydrogen. At the most, only a slight darkening should be 
produced without any trace of a permanent precipitate. 

Phosphoric Acid.—The nitrate should not contain more than 0.004 per cent, of lyOr,. For 
the quanlilalive determination of th's constituent alnml 25 g. of the sam])le is taken, and the 
phosphate is precipitated in the usual way with ammonium molybdate m acid solution. 

Sulphuric Acid.—The determination of sulphate in the presence of thorium nitrate by the 
usual method of precipitation with barium chloride gives low resulis. E. White recommends 
fusing the nitrate with four limes its weight of solid potassium hydroxide, cxtiacling the mass with 
water, and after filtering oft the insoluble matter, determining the sulphate in tl\e filtrate in the 
usual manner. Another process is to dissolve to g. of the nitrate in 250 c.c. of distilled water 
and .add 5 c.c. of hydrochloric acid and 5 g. of oxalic acid. After allowing to stand for some 
hours, an ali(|uot })arl of the clear li<|uid is filtered ofl' and the sulphate estimated in the usual 
manner. 

Makers of mantles usually reijuirc a nil rale which, on ignition, shall leave a soft voluminous ash, 
and for this pur|>ose sulphuric acid is added to the nitrate lieforc crystallisation, so that the finished 
nitrate cont.iins aliout 2 pci cent, of sulphate. Thorium nitrate free from sulphate leaves, on 
ignition, a hard dense ash unsuitable for mantle nianufaclure by the ordinary process. 

Aluminium, Calcium, Magnerium, and Sodium, together with the iron and phosjihoric 
acid, arc determined hy precipitating the rare earths with oxalic acid, evaporating the filtrate to 
dryness, and wcigiiing the residue remaining after ignition, which should not amount to more than 
0.05 per cent, of the original thorium nitrate. 

Influence of Impurities.—Alkalis and alkaline earths in the body of the mantles cause them 
to shrink and lose their shajre. Phosphates cause excessive hrilileiiess, whilst didymium and 
lanthanum pnxlucc a decrease in luminosity. Traces of iron and the heavy metals have but little 
eflecl, as they are largely volatilised during the ignition of the mantle. 


The Manufacture of Incandescent Gas Mantles 

This industry, which has now attained such an enormous size, may be said to 
have started in 1884, when Welsbach patented the use as a lighting medium of 
a fibrous network composed of the oxides of certain of the rare elements (French 
Patent, No. 172,064, of 1884; German Patent, 39,162, Class 26, of 1885). 

The first mantles were made of the oxides of zirconia, lanthana, and yttria 
(English Patent, 3,592, of 1886), but were not a success, as they could not stand 
any shock and had very inferior lighting power. The next advance was in the 
employment of thoria, either- alone or mixed with other oxides (English Patent, 
15,286, of 1886',. 

The incandescent mantle cannot be said to have been a commercial success 
until 1893, when Welsbach patented the use of a mixture containing 98-99 per 
cent, of thorium oxide, together with 1-2 per cent, of cerium oxide (English 
'Patent, 124, of 1893). In these proportions the oxides have their maximum light¬ 
giving power. Later investigations have shown that pure thoria has little light- 
emitting power, and that the addition of over 2 per cent, of ceria causes a 
decrease in luminosity of the mantle, until about 10 per cent, is reached, when 
the light falls to about the same quantity as is emitted by pure thoria. The 
changes caused in the intensity of the light emitted by incandescent thoria, by the 
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addition of varying amounts of ceria, is well illustrated in Fig. 5. This curve has 
been drawn from the results of G. P. Drossbach (Journ, fur Gasbel.^ 1898, 41, 
352 ; see also J. Lux, Zeits. fiir Bekuchiung, 1907, 246). From the year 1893 up to 
the pre.sent time, many oxides have been tried in, place of these, but none have, 
thus far, been found to be so efficient. 

In the conversion by ignition of thorium nitrate to the oxide, thoria, the 
material expands so that it occupies at least ten times its original volume. As 
the cerium nitrate does not appreciably change its volume when converted to the 
oxide in the mantle, the volume ratio of the thorium oxide to cerium oxide is 
999 to I. According to the work of A. H. White and H. F. Travers {/ourn. Soc. 
Chem, Ind., 1902, 21, 1012), too parts of thoria can hold 6.7 parts of cerium 



oxide (Ce-jOj) in solid solution, and, therefore, all the cerium in the incandescent 
mantle is in the dissolved condition. 

It is impossible to give a full account of this important branch of technology 
in the space available, but the following is a brief outline of the more important 
parts of the process. 

Fabric.— The earlier mantles were made of cotton, but as these were found to 
give a decreased illumination after being in use for a short time, this material 
has been largely supplanted by ramie fibre for the better quality goods. Recently, 
artificial silk has been used with satisfactory results, as it combines the high and 
well-maintained illuminating power of ramie with a greater elasticity of the ash 
skeleton, and the mantles produced are, therefore, more capable of withstanding 
shock. German makers are largely using cuprammonium cellulose and Chardonnet 
silks, whilst the French makers prefer to use “viscose” silk (see English' Patent, 
8,700, 189^), whichris also used in this country. Artificial silk mantles have the 
l(j^j|ioflal advantage that they do not require washing before impregnation. 
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The appearance of impregnated fibres, made of the three classes of materials 
mentioned above, both before and after “burning off," is well illustrated in the 



Fli;. 6.—Cotton before Burning Off. Fio. 7.—Cotton after Burning Off. 

{^Reproduced by permission from Thorpe's “ Dictionary of Applied ChemistryT') 


photo-micrographs shown in Figs. 6-11. Cotton fibre (Figs. 6 and 7) is seen to 
have a very twisted structure, whilst that of ramie (Figs. 8 and 9) is of a some¬ 
what simpler form. The structure of artificial silk is tery similar to that shown 
in Figs, ro and 11, which show collodion fibres impregnated with thorium nitrate. 


f?/' 



Fio. 8.—Ramie before Burning Off. Fig. 9.—Ramie after Burning Off. 

{Reproliuced hy permission from Thorpe's “ Dictionary of Applied Ckemistty.") 


The yarn u$ed in the manufacture of incandescent mantle, is tested, at the works, both as 
re^rdsits **count*’ and breaking strain : the latter is of importance on account of the tension 
which the yarn has.to undergo during knitting of the “stocking.” The efficiency of the mantle 
varies directly, within certain limits, as the tension to which it is subjected during knitting. 

OL. 11,-20 
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Pic,. 10.—Collodion Ijefore Burning Off. 

{Re^oduceit by ttrmissionf’Mii Thcrfe 



Kl(i. 11.-Collodion afici Burning Off. 

■, “ nuthtia<-y of Af/•lied Chemistry:') 
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Washing.— Before being impregnated with the solution of the rare earths, 
the web for cotton and ramie mantles needs to be washed in order to decrease 
the quantity of mineral matter, and also to remove any fatty substance present. 
Ramie mantles are soaked overnight in a 2 per cent, solution of nitric acid, and 
next morning, after the superfluous liquid has been removed by means of a 
centrifuge, they are well washed in distilled water, and treated with dilute ammonia, 
and then again thoroughly washed with distilled water. Cotton mantles, are 
washed, first in a 3-5 i)er cent, solution of caustic soda, and next in a 1-3 per 
cent, solution of hydrochloric acid. The alkaline bath is usually employed warm. 
The above methods are all subject to variation, according to the individual 
ideas of the manufacturer. A washing machine is shown in Fig. 12. By the 
above treatment the ash content of the mantle before impregnation is reduced 
to about 0.02 per cent., and consists largely of iron oxide and silica. Reduction 
of the ash below o.oi per cent, is stated to be detrimental to the strength of 
the ash skeleton, liach batch of washed material should have its ash content 
determined. In all the following operations great cleanliness is necessary. 

Drying. -This is done by suspending the mantle, in a current of hot air, in a 
special drying apparatus which may consist of a chamber in which the web is 



I'm. 13.—Drying Chamlwr. 


suspended on poles, or of a special drying box round the inside of which the web 
passes a number of times. A machine of the latter type is illustrated in Fig. 13. 


Impregnation. —For this purpose a solution containing from 25-50 per cent, 
of thorium and cerium nitrates is used, the proportions employed being about 
99 per cent, of thorium salt to i per cent, of cerium. Small quantities of 
beryllium or magnesium nitrate are also added to strengthen the ash skeleton. 

The composition of certain solutions used for impregnating is shown in the 
following table:— 

Table VIII. 


Thoriumnilrate(48-49 per cent. ThO,) 
Cerium nitrate - - . 

Beryllium nitrate - . . . 

Magnesium nitrate - . . . 

Distilled water .... 


-• 

2. 

3 - 

4 - 

5- 

Orams. 

(irama. 

Grams. 

(Irams. 

(irams. 

1,000 

1,000 

1,000 

1,000 

1,000 

10 

8 . 

10 

10 

10 

s 

2 

5 ! 

s 


'■5 

1-5 1 

»-s . 

2 

I 

2,000 

2,400 1 

1,800 1 

1 

1,600 

2,500 


Many makers adjust the impregnating solution so that inverted mantles, 
after ignition, contain 0.5-0.8 per cent, of ceria, whilst the upright type contain 
i.o per cent. 
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Fig. 14.—Impregnating Machine, ,'5 Actual Sire. 


Formula; for ramie mantles are given in columns 1-4, the latter being a 
stronger solution for impregnating mantles intended for use with high-pressure gas; 
No. 5 is for cotton mantles. Beryllium nitrate is sometimes added to the solution 
used for impregnatitig cotton mantles, if these have to be given 
special shapes such as those used in pressure or petrol gas 
lighting. The time of impregnation varies from about two 
minutes, in the case of cotton and ramie mantles, to about five 
hours in the case of certain artificial silk mantles. If the quantity 
of magnesium nitrate in the impregnating solution is much in¬ 
creased over that shown above, the time required for “ burning 
off” is considerably reduced, and hence the cost of.production 
is slightly lowered. After impregnation, superfluous liquid is 
removed by passing the ramie and cotton mantles through a 
wringing machine, the rollers of which can be adjusted so as 
to regulate the quantity of solution left in the mantle, and 
hence its final weight after “burning off.” Such a fiiachine is 
illustrated in Fig. 14. The artificial silk mantles have their 
superfluous solution removed by means of a centrifuge. 

The mantles are next dried at a temperature of about 30° C., 
■ those of ramie and cptton, which are cut up into lengths before 
impregnation, being stretched on glass cylinders (Fig. 15), whilst 
, ^ the silk ones are treated in lengths on wooden rollers. The 

i , Fks. 15.—Glass cheaper grades are, however, usually cut up after impregnation 
•Cyliniter. and drying. 
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The upright mantles are next fitted with a sewn-on tulle head, together with 
the asbestos loop, by which they are suspended, unless these were attached before 
impregnation. Inverted mantles are drawn together with impregnated cotton to 
form the “spider,” and are fixed to the supporting ring (see p. 313). 


Fixing.— The mantle also requires to have strengthened those parts which, 
when in use, will be subjected to the greatest strain: these are the head and loop 
of upright and the portion around the ring of inverted mantles. The method 
sometimes used is to treat these portions with a thorium solution containing a 
much larger proportion of salts of calcium, aluminium, or magnesium, than that 
employed for impregnating. On 
“ burning olT” (see below), the 
portions of the mantle so treated 
shrink more than the body, and 
so become more compact and 
therefore stronger. The solution 
may contain aluminium nitrate, 

20 parts; miignesiuni nitrate, 20 
parts; borax, 0.3 part; water, 
too parts. 

A m.achine for applying this 
“ fixing ” liquid is shown in Fig. 

16. In this a felt pad saturated 
with the fixing solution is pressed 
against the dried impregnated 
mantle whilst the latter is slowly 
rotated. A small quantity of 
methyl blue is often added to the 
solution in order to show where 
it has been applied. In many 
works it is now customary to 
apply the fixing solution by means 
of a spraying machine working 
on the “ Aerograph ” principle. 

Upright mantles are usually fixed 
before the tulle head is sewn on. 

Branding.— If it is desired 
to brand the mantle with a trade 
mark or maker’s name the design 
is stamped upon it with a solution 
consisting of:— 

Didymium nitrate - 1,000 g. 

Glycerine • ■ 200 ,, 

Methyl blue ... 25 „ 

Alcohol (96 per cent.) - 300 „ 

Distilled water • - 500 „ 



Fig. 16. —Machine for Applying “ Fixing” Solution 
to Inverted Mantles, t Actual Size. 


This solution gives a brand which can be readily seen both before and after 
“burning off.” Although upright mantles are usually branded after fixing, it is 
more customary to brand the inverted type before mounting them on the ring. 

Burning Off.—The mantle is next shaped on a wooden model and burnt off 
from the top with a Bunsen flame. Formerly, this operation, together with those 
of “shaping” and “hardening,” was performed by hand, but it is now the general 
custom to use a machine similar to that illustrated in Fig. 17, which is designed for 
inverted mantles. It consists, essentially, of two rows of gas burners mounted on 
an iron frame, with a mechanical arrangement for raising or lowering the burners 
and gas pressure, and a removable bar with clips from which the mantles are 
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suspended. The machine is also furnished with a movable screen of blue gla.ss 
in order to protect the operator from the heat and intense light. The upper row 
of burners, to which the gas is delivered at a pressure of 2-4 in. of water, are 
for carbonising the mantle; the lower row, which is fed with a mixture of gas 
and air under pressure, being for “hardening” the ash skeleton by subjecting it to 
a more intense heat. The “burning off" is always begun from the top of the 
mantle, for if the operation is performed in the reverse order the mantle will 
probably be so mis-shapen as to be quite useless. As soon as the carbonisation 



Fig. 17.—Burning 0 (T and Hardening Macliinc for Inverted Mantles, A Actual Siac. 


of the mantle is complete, it is “shaped” by being heated from top to bottom by 
one of the low-pressure burners. It is next “ hardened ” by being heated in one 
of the high-pressure burners, the operation lasting from ij 15 minutes according to 
the size of the mantle. 

■ In another type, of machine the inverted mantles are supported by the lugs of 
their fire-clay rings, which just rest above holes in metallic saucers, which are 
suspended over the burners of a machine very similar to that described above. 

During the prqpess of “ burning off” a considerable shrinkage takes place in 
the size of the mantle, the ratio between the size before and after the operation 
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being dependent upon a number of factors, such as count of yarn, stitch used, 
tension of knitting, heaviness of impregnation, etc. The following figures may 
serve as an illustration—" ramie stocking ” for a “ C ” size upright mantle 20 cm. 
long and 10-14 cnt’ circumference will give a mantle about 10-14 cm. long and 
9 cm. in circumference. 

The number of mantles which can be made from i kilo of thorium nitrate 
varies with the size and quality of the mantle; for “ C ” size upright mantles the 
number made per kilo by a well-known works are as follows:—Best quality, 500- 
600; medium quality, 700-800; cheap quality, 1,000. As many as 1,200 mantles 
of the cheap German type may be produced from 1 kilo of thorium nitrate. 

Collodionising. —The mantles, which now consist of an ash skeleton, are 



I'lo. 18.—Colloilionising Balli, ,*j Actual Size. 

made suitable to bear transport by being immersed in a solution somewhat of the 
following composition:— 

Colludiun solution (4 per cent.) ■ - - ■ toe parts 

Eiher - - - - - ■ ■ 4 ° >1 

(lamphor 6.5 ,, 

Castor oil- - - - - - • 3*5 »* 

The mantle, after collodionising, is still somewhat fragile, and any blows which 
it receives will probably show as cracks when the mantle is brought into use. To 
overcome this defect, certain makers add inorgani'' salts such as the nitrates of 
thorium, zirconium, or beryllium to the collodion solution. 

This operation is carried out by means of a machine, the principle of which 
is illustrated in Fig. 18. It is customary, however, in most large works to perform 
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the operation on a much larger scale in a closed room which has special arfange- 
ments for the condensation and collection of the volatile vapours evolved. 

After drying at a temperature of 5o°-6o° C. the mantles are trimmed (see 
Fig. 20) and are ready for use. It is desirable that this drying should be performed 
fairly rapidly, as slow drying may cause undue strain to the mantle. 

The manufacture of incandescent mantles from artificial silk is usually 
carried out in a manner differing somewhat from that already described for ramie 
or cotton. When nitro-ccllulose is used, the impregnated fibre has to be denitrated 
before “ burning off,” otherwise the combustion would be so rapid as to destroy 
the form of the mantle. This denitration is unnecessary if “ viscose ” silk be 
used. One process may be quoted as an example of the method of irrocedure 
if nitro-cellulose is used (French Patent, 462,156, 1911). The silk, after being 
freed from grease by washing in ether containing a little carbon disulphide, is 
impregnated in a thorium-cerium nitrate bath of the usual strength. After drying, 
the impregnated fabric is denitrated by immersing it in 95 per cent, alcohol, to 

which has been added a little hydrofluoric 
acid. This treatment causes the thorium to 
be precipitated in an insoluble and viscous 
condition in the fabric, which is next washed 
in distilled water, and finished in the same 
manner as are ramie mantles. 

Many patents have been granted for pro¬ 
cesses for the conversion of the thorium 
nitrate to an insoluble form whilst in the 
fabric, by means of a precipitant. The 
object of this precipitation is to obtain the 
thoria in a very dense form, so that on ignition 
it will give a more coherent ash skeleton 
than is obtained from the nitrate. 

Substances for this purpose include ammonia 
(English Patent, 20,747, 1901; 11,042, 1902; amt 
French Patent, 321,803, 1902), hydrogen peroxide 
(French Patent, 438,260, 1911), ozone (French 
Patent, 414,700, 1909), and aqueous .solutions of 
amines mixed with a suitable acid or phenol (French 
Patent, 403,443, 1909). 

This increase in strength of the ash 
skeleton is a matter of considerable import¬ 
ance for mantles which will be subjected to 
much vibration, such as those used for rail¬ 
way carriage lighting. 

Of course, when this is desired, the thorium nitrate used for impregnation does not contain any 
sulphate (sec p. 303), which causes the material to swell up enormously on ignition. 

The increased use of pressure gas and vaporised oil for incandescent lighting 
has also led to a demand for extra strong mantles of this type, which are particularly 
necessary for use with certain incandescent oil burners in which the gaseous pro¬ 
duct is often delivered from the jets at a pressure of about 25 lbs. to the square 
inch. According to information supplied by a manufacturer in the United Kingdom 
who specialises in the production of mantles for the lighting of railway carriages, 
the most satisfactory material for this purpose is “ viscose ” silk (for an account of, 
artificial silks see G. Martin, “Industrial Chemistry: Organic,” p. 214). 

Jhe following is a very brief description of one process of manufacture 
employed (English Patent, 25,549, 1908). The fabric, if “viscose” silk be used, 
is impregnatqji in the usual manner, almost completely dried, and placed in 
a vacuum chamber in order to remove all occluded air and moisture. When this 
has been sAtisfactorfly accomplished, dry gaseous ammonia is slowly admitted to 
th^ chamber, thqs causing a more complete precipitation of the thopu than 
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could be obtained by immersion in aqueous ammonia, even vrhen this latter 
treatment is preceded by evacuation. When the precipitation is considered to 
be complete, the ammonia is slowly blown out by a current of air, the mantles 
removed, washed, and finished in the usual manner. It is claimed that the 
tensile strength of mantles prepared in this way is greater than those of equal 
illuminating power prepared by the ordinary process. When cotton or ramie is 
employed in this process, in place of artificial silk, the fabric before impregnation 
is steamed, so as to open the fibres, placed in a vacuum, and the thorium solution 
slowly admitted. 

Artificial silk mantles usually have the “ burning off,” shaping, and “ hardening ” 
performed in one operation. Owing to the fact that the individual threads of 



I’lc,. 20.—Machine for Trimming Uptight Mantles, i Actual Sue. 

mantles of this type have a tendency to contract and become entangled when 
carbonised, a special arrangement is necessary for “ burning off.” The mantles are 
suspended over a guiding tube, the outer diameter of which is equal to that 
desired for the finished mantle, so that only the head is above the top of the 
burner, which passes through the inside of the guiding tube. The mantle is ignited 
and slowly moved upwards until only the bottom is in contact with the flame. 
Artificial silk mantles for high-pressure lighting are often sent out from the works 
in the soft unburnt condition. 

A general review of the use of artificial silk for incandescent mantle manufacture 
is given by F. Wirth {Chem. Zdt., 1911, ^5, 752). 

The manufacture of the rods and rings for supporting upright and inverted 
mantles, respectively, is an important matter in this branch of technology, but one 
which cannot be considered fully here. These articles are usually not made on 
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the mantle works. A description of their manufacture is given by C. R. Bohm 
(“ Die Fabrikation der Gliihkorper ftir Gasgliihlicht ”), and a recfent account of com¬ 
parative experiments with porcelain mixtures and alundum is given by R. L Clare 
{Trans. Amer. Ceram. Soc.y 1912, 14 , 407). 

Testing of Gas Mantle.— The testing departments of certain public bodies have instituted 
a series of tests for the comparison of the various mantles on the market as regards their 
durability and lightihg properties. 

The onrabilitjr is determined by means of the Woodall-Moon or similar machine (see Fig. 21), 
in which a mantle is fixed to its burner, and after being burned off for about five minutes i.s subjected 
to a series of shocks administered by a miniature stamp driven by a water motor. The shocks 
given to the mantle can be varied by altering the weights used to load the rod which causes the 
shock, and the vibrations thus produced are slated to be similar to those occurring when heavy 



Fig. 21.—Woodall-Moon Mantle Tester. 


traffic passes along a road. According to a recent article by J. H. Coste and W. E. F. Powney 
{Journ. Soc. Chem. Ind.y 1911, 30, 65) the usual test which upright mantles are required to stand, 
without fracture, is 1,000 shocks administered at the rate of 300 per minute, using 2 oz. weights. 
For inverted mantles the test is 3,000 shocks at the rate of 600 jier minute, using 3 oz. weights. 
In both cases the Woodall-Moon machine is used. 

The illuminating power of the mantles is tested by means of one of the well-known 4 ypes of 
photometers. 

Statistics of Production.—Accurate figures cannot be obtained, but the annual consumption 
of incandescent mantles in 1912 was estimated to be approximately as follows:— 

Millions. 

Germany • 


United States 
Veiled Kingdom 
France - 
'Belgium %■ 

Italy 

Russia • 


6q 

16 

3-5 

3-0 

i.i; 
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A recent estimate places the total consumption of incandescent mantles at 300 millions per 
annum. • 

Although rapid advances have been made in the manufacture of incandescent mantles in this 
country, there are still enormous numbers imported from Germany. Complete .statistics are not 
available, but the value of the inca.idescent mantles imported into and exported from the United 
Kingdom and the United States arc shown in the following table 


Table IX. 


1911 


Imi'okts. 


1912. 


United Kingdom. 

United States. 


277 ,.357 ! 

13,331 

322,631 

1 13,555 


Extorts. 


United Kingdom (home manufacture) 
United Kingdom (foreign manufacture) 
United States .... 


1 28,126 

15-412 

Nil 

1 40,728 

1 3,274 

Nil 


I 

I9I3- 1 


302,576 

12,785 


3 2. .566 
5,650 

Ntl 


Minor Uses of Thorium Compounds 

Small “ pastille.s,” consisting latgcly of thoriu, together with a trace of ccria, are finding an 
extensive use for lighting ol the “ limeiigln ” ty|rc, such as is used in searchlights and for the 
headlights of motor cars. 

The use of certain thorium compounds as constituents of magnesium flashlight powders has 
been patented. Thus, the use of thorium chromate or tungstate is covered by Trench Patent, 
14,692, i()oS, whilst certain other s,alts are ntentioned in English Patent, 27,267, 1904, and^ French 
I’atent, 403,722, 1909. The chief claims made for these powders is that they evolve considerably 
Ic.ss smoke, when fired, than do those consisting of magnesium alone, 

A method for preparing colloidal thorium is given on p. 363, and the use of the metal in 
filaments for incamlcscent electric glow lamps is described on p. 362. 


PATENT LITERATURE 

Sine, its introduction, numerous patents have been taken out covering many improvements in 
the manufacture of the incandescent mantle. In the following list are included the more important 
patents granted in the United Kingdom. An attempt has Ireen made to classify these according 
to the natuie of the improvement claimed ; unfortunately, this has not been po.ssible in all aises. 
Short abstracts of the majority of these specifications will Ire found in the Journal of the Society of 
Chemical Industry. 

Weaving and Knitting the Web.— English Patents, Nos. 3,323, 3,530, 5,821, 13,259, 16,473 
of 1900. 

Composition and Treatment of Fabric before Impregjnation. —English Patent', Nos. 
11,038, 15,246 of 1S95; 13,256, 26,304, 29,613 of 1896; 26,381 of 1897: 3,770 of 1898; 63, 
11,653 of 1899; 9,088, 19,859 of 1900; 454, 9,551, 20,747 of 1901; 17,603, 20,004 of 1902; 
25,698 of 1903; 7,668 of 1904; 24,680 of 1905: 18,152 of 1906 i 3,055011908; 21,315011911. 

Impregnating Solutions —(1) With a Thorium Salt nr the Chief Constituent. —English 
Patents, Nos. 10,129, 19,202 of 1895; 1,681, 1,682, 2,000, 3,262, 3,681,9,244, 13,659, 14,365, 
14,448, 21,267, 26,167, 27,269 of 1896; 501, 11,739, 14,499, 15,963, 20,225, 26,202, 29,767, 
30,145 of 1897; 2,015, 13,504, 14,184, 14,259, 15,713 of 1898; 8,058 of 1899; 5,989 of 1900; 
827, 4,229, 12,137 of 1901 ; 21,861 of 1902; 16,018 of 1905; 6,828 of 1907; 422,643 of 1910; 
17,492 of 1911; 25,360 of 1912. 

(2) Containing no Thorium Salt. —5,646 of 1883; 17,866 of 1888; 4,732, 10,427, 20,735 

of 1894; 24,505 of 1895; 1,841, 4,000, 14,845, 15,500, 17,194 of 1896: 3,811, 14,499; 20,221, 
30,112 of 1897; 49, 25,653 of 1898; 9,273, 16,166 of 1S99; 3,925 of 1900; 1,629 > 9 ° 9 ' 

Precipitation of Thoria in Fabric.— English Patents, 16,053 of 1899; 20,747011901: 11,042 
of 1902; 14,288 of 1904; 15,295 of 1906; 16,867 of 1907; 10,233 of 1908; 10,400, 23,434 of 1909; 
11,904, 13,169, 27,837 of 1911. 

Strengthening the Mantle.— English Patents, Nos. 7,330, 22,327 of 1897; 20,740 of 1898; 
13,181 of 1906; 25,657 of 1907; 27,755 of 1908- 

Indestructible Mantles.— English Patents, Nos. 8,162 of 1965; 3,785, 28,435 of 1908. 
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Stamping Trade Marks on Mantles.— Knglish Talents, Nos. 1,538 and 12,077 ot 

Self-Lighting Mantles.—English Talents, Nos. 16,966, 26,618 of r896; 15,414. 17,575, 
20,017,25,268011898; 23,701 of 1900; 609011903; 19,435011905; 255, 18,602011906. 

Collodionising and Rendering Suitable for Transport.— Eng 1 i.sh Talents, Nos. 23,986 of 
1902; 15,696 of 1903; 6,814 of 1906; 15,536 of 1907; 2,572 of 1908; 4,S6o of 1909; 11,4590! 1910. 

Machinery for “Burning Off,” etc.— Knglish Talents, No'. 25,171 of 1S99; 4,302, 6,952, 
12,413, >7,637> 24,218 of 1901; 24,032 of 1904; 6,432 of 1906; 6,556, 12,579 of 1909. 

Miscellaneous Patents.— English Talents, Nos. 3,592, 9,806,11,287, 16,581 of 1886; 6,236, 
1,195 of 1887; 22,396 of 1^3: 18,3091111894; 811, 4,324 of 1895; 6,919,12,950, i8,Soo of 1899; 
4,707, 9,466, 9,733 of 1901; 11,042 of 19021 14,687 of 1905; 6,814 of 1906; 2,240 of 1908; 
27,354 of 1911; 19,668 of 1912. 

A list of the (latents granted in Europe and the United States, complete to 1902, is given by 
C. H. liohm in “ Das GasglUhlicht.” 


CERIUM, LANTHANUM, AND DIDYMIUM 

The oxides of these elements are important constituents of many minerals, such 
as monazite, cerite, allanite, and gadolinite, but at the present time, owing 
to the large quantity of cerium e,arths which are available as by-products in the 
manufacture of thorium nitrate, none of these minerals is utilised solely as a 
source of the oxides (see p. 299). 

For many years there was no commercial outlet for the large quantities of rare earths thus 
obtained, which amount to alxiut twelve limes the quantity of thoria produced, and constitute 
65 per cent, of the raw monazite, and hence thousands of tons remained on the works unutilised. 
It is true that the incandescent mantles contain about i per cent, of cerium oxide, but this only 
consumes a small fr,actian of the total amount available. 

These rare earths, other than thoria, obtained from monazite, consist of about 45 per cent, 
cerium se.squioxidc, 25 per cent, lanthanum oxide, 15 per cent, neodymium oxide, whilst 
oxides of yttrium and samarium comslitutc the remainder. 

The following is a brief account of some of the uses to which these oxides have 
been put recently. 

Pyrophoric Alloys. —In 1903, Auer von Welsbach, when conducting an 
investigation of the properties of the alloys obtained by reducing this mixture of 
rare earth oxides, found that, when filed, certain of these gave off a shower of 
bright sparks, which were sufficient to ignite inflammable gas. This discovery was 
patented (German Patent, 154,807, 1903, and English Patent, 16,853, 1903), and 
he disposed of his rights to a German company, for the sum of ,^30,000, and so 
started the pyrophoric alloy industry. At a later date, he found that this property 
was largely due to a superficial layer of oxide, which needed frequent renewal if 
the alloy was to retain its pyrophoric properties, and numerous patents were taken 
out covering methods for the production of this oxide layer (see English Patent, 
8,163, 1909; French Patent, 407,117, 1909). 

The necessity for these renewals has since been obviated by the discovery 
that alloys of the cerium' earth metals with certain of the heavy metals, such 
as iron, nickel, manganese, and cobalt, have permanent pyrophoric • properties. 
These properties are possessed, in particular, by alloys containing from 10-63 
cent, of iron, and experience has shown that the best results are obtained when 
35 per cent, of iron to 65 per cent, of the cerium earth metals (“Misch” 
metal). Alloys of this composition, known as “ Auer ’’ metal, form the sparking 
material of a large proportion of the automatic gas and cigar lighters now omthe 
market. Various theories have been put forward to account for the pyrophoric 
properties of these alloys; one is that in striking the alloy small particles of metal 
are "broken off, and the force of the percussion is sufficient to raise these to their 
ignition. temperature. 

In the production' of these alloys many* difficulties have been experienced, 
owing to the (act thtit the molten “ Misch ” metal is extremely reactive, combining 
readily with otxygen, ititrogen, and hydrogen, arid removing oxygen from carbbn 
dioxic(e and carbon monoxide ;.the reduction of the rare earth oxides to the metallic 
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state has, therefore, to be conducted in a vacuum. The process of manufacture is 
briefly as follows 

If the rare earths, which have to be converted to the anhydrous chlorides, 
are in the form of carbonates, they can be directly dissolved in hydrochloric acid, 
but if they exist in the form of oxalates, they must be converted to hydroxides and 
dissolved in hydrochloric acid. The complete dehydration of the chlorides, thus 
produced, is a matter of considerable importance, as in the later stages much 
depends on the suitable preparation of the material. A product containing chlorides 
equivalent to 35-50 per cent, of oxides can be easily prepared by the use of 
calcium chloride as the drying agent, but in order to obtain a higher grade product 
it is necessary to employ the ammonium chloride process in order to avoid the 
formation of basic salts. This process consists in heating the cerium earth 
chlorides with ammonium chloride until the latter is completely volatilised. This 
operation is too costly to be employed unless the ammonium chloride is recovered. 
A full account of methods suitable for the production of these anhydrous chlorides 
is given by A. Hirsch {/oiini. Indus, and Eng. Chem., 1911, 3, 880). 

The preparation of the anhydrous chlorides is usually undertaken by the 
manufacturers of pyrophoric alloys horn the rare earths remaining as a by-product 
in the manufacture of thorium nitrate ; these can be obtained in quantity at about 
6d. per kilo. The calcined chlorides cost about 3s. per kilo, and the undehydrated 
product can be obtained, in Germany, at about 2S. per kilo. 

The dry chlorides are next electrolysed in a grajihite crucible using a large iron 
cathode. In order to conduct the manufacture of pyrophoric alloys on a 
remunerative scale it is neces.sary to have cheap electric power, and to work with 
a current of not less than 1,500 amperes. 

According to the patent of W. Borchers and L. Stockem (German Patent, 
172,529, 1905) the chlorides are mixed in the proportions repre.sented by the 
formula CeClj -I- CaClj, and the addition of a small quantity of fluonspar is 
recommended. In another method, described in German Patent 268,827, 1912, 
a mixture of the anhydrous cerium earth chlorides and oxychlorides, obtained by 
heating the hydrous chlorides to a high temperature, is treated with alcohol, the 
solution separated from the insoluble lesidue containing the oxychloride, and the 
anhydrous chloride is then recovered by evaporating the alcoholic solution. Organic 
matter is removed by heating the anhydrous chloride in a current of dry air. 

Although the electrolysis of the cerium earth fluorides has been recommended 
for the production of these alloys, it has not proved satisfactory on a large scale, as 
the molten mass obtained is so viscid that the metal produced cannot collect as a 
regulus, but remains scattered throughout the whole mass. 

For several years past, “Auer” metal has been manufactured in the United 
Kingdom from cerium earths imported from Gtrmjny. “Auer” metal, at the 
present time (June 1914), costs about 155. per lb. in Great Britain, and this 
quantity will supply the sparking material for 1,300-1,800 automatic lighters. 
Each of these small pieces, termed “firestones,” will give from 2,000-6,000 
separate ignitions. 

Pyrophoric alloys are also employed in several European armies for defining the 
flight of shells. The friction of the air during the flight of the shell causes the 
alloy to burst into flame shortly after leaving the gun. 

On account of its extremely reactive nature, “ Misch ” metal has been employed 
for reducing certain refractory oxides, such as those of niobium, tantalum, and 
zirconium. 

Another pyrophoric alloy containing cerium earth metals is “ Kunheim ” metal 
(French I’atent, No. 405,021, 1909). This consists of a mixture of hydrides of 
these metals, together with a certain proportion of magnesium and aluminium. 

The mixture of hydrides is quite stable both in air and at a fairly high 
temperature, but the individual hydrides are unstable in air and lose hydrogen at a 
red heat. It is produced by melting the “ Misch ” metal with the requisite quantity 
of magnesium and aluminium, and then heating the alloy, thus made, in a current 
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of hydrogen at a temperature of about 500“ C., the operation being carried out in 
an electrically-heated muffle furnace. This treatment results -in the conversion 
of a portion of the “ Misch” metal into hydrides. The following is an analysis of 
the commercial pyrophoric alloy produced:— 


Cerium 

I‘er Cent. 

■ 36 

• Ln 

1 Aluminium 

Per Cent. 
I.O 

Lanihanum • 

Iron 

0.5 

Didymium, etc. 

j 49 

Hydrogen 

>•3 

Magnesium - 

to 

Silicon • 

0.5 


For a full account of the manufacture, etc., of the above pyrophoric alloys 
see the work by H. Kellermann. 

Pyrophoric alloys containing “Misch" metal alloyed with silicon, 
titanium, or boron have been patented (French Patent, 396,198, 1908, 
and English Patent, 27,34t, 190S). and are claimed to he as efficient as 
the well-known ferro alloys. They can he produced hy melting the metals 
in a magnesia crucible under a cover ol sodium chloride. Pyrophoric 
cerium-tin alloys have been described hy K. Vogel {Zeih. atwr^. Chi'm.^ 
1911, 72, 319). The use of alloys consisting of the cerium earth metals 
together with one or more of the following metalsCadmium, zinc, tin, 
or lead, as pyrophoric subshances, is covered by U.S. Patent, 1,102,575. 
The mixtures ijuoled as lieing suitable contain from 30-40 per cent, of the 
base metals. It is specially claimetl for these alloys that they a-e not aftccted 
by air or moisture. A pyrophoric alloy consisting chiefly of manganese 
and antimony, together with 5 per cent, of “Misch” metal, has been 
patented (French Patent, No. 419,388, 1910), and is stated to be much 
cheaper to produce than “Auer” metal. Anon-cerium pyrophoric alloy 
containing titanium is described on p. 327. 

Alloys of “ Misch" metal with mercury possess several interesting 
tiroperties, but, so far, do not appear to have been put to any technical use. 
They can be produced (Finglish Patent, 15,507, 1910; French Patent, 
414,057, 1910) by heating the finely-divided “Misch” metal in a closed 
vessel with mercury vapour at a temperature of 5oo''-6oo'^ ( 1 . Alloys of 
this type containing 10-16 per cent, of “ Misch ” metal spontaneously ignite 
in air, giving off bright sparks. 

Typical forms of automatic lighters are .shttwn in Figs. 22 
and 23. 

The general principle of itll these is that a |)ioce of hard 
steel, having a roughened edge, is made to strike the alloy, 
thus causing it to give off a shower of bright sparks which 
ignite an inflammable substance (gas, petrol, benzene, or tinder) 
placed in close proximity. 

According to a recent estimate, about 200 tons per annum 
of the cerium earth oxides are used in the manufacture of 
pyrophoric alloys. 

Fic. 22. Uses of Cerium Compounds in the Lighting 

The “Whoop" Industry. — Salts of cerium, particularly the fluoride, are 
(ias Lighter. largely employed in the preparation of electrodes for “ flame 
arc” lighting. For certain types of electrodes the cerium 
fluoride is mixed with calcium fluoride, and a small quantity of sodium phosphate 
or borate is added in order to increase the fusibility of the mixture. 

According to French Patent, No. 431,040, of 1911, the mixture may con'atn fluorides of the 
rare earths, together wiih compounds of the alkalis with tungsten or molybdenum. The use of 
a cerium pyrophoric alloy as a cote for “flaming” arc carlmns is covered by English Patent, 
No. 8,151, of 1909, whilst a mhxtureof the cerium earths and carbon is mentioned in English Patent, 
8,151, of 1909 (sec also French Patent, 414,707, of 1910). 

Cerium Titanofluoride is also employed in this manner (English Patent, 
No. 13,988, 1912). Jn this case it has been found necessary to add sodium or 
potassium fluoride in order to get a steady’ flame. The colour imparted to the 
flame by these salts is corrected by the addition of a barium compound. The 
following is Stated to ^e a suitable mixture for the preparation of these electrodes: 
carbon 45, cerium titanofluoride 35, potassium fluoride 10, barium fluoride 
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10 per cent. In order to minimise the etching effect of the fluorides on the glass 
globes, a small percentage of either silicate, borate, tungstate, carbonate, or 
molybdate of sodium is added. A recent estimate places the consumption of 
cerium earth salts in flaming arcs at about 300 tons per annum. 

Cerium Carbide lias been tried as a filament for incandescent electric lamps 
(see Electrical Engineer, 1908, 48, 416) as also has the nitride (Knglish Patent, 
929, of 1906), but neither appear to have been satisfactory. 

Separation of Ceria from the Associated Oxides.— Few of the preced¬ 
ing uses for the cerium earths 
necessitate the separation of 
any individual oxide from 
the mixture obtained as a 
by product in Ihe manufac¬ 
ture of thorium nitrate. For 
certain purposes, however, it 
is necessary to obtain cerium 
compounds in a state of purity, 
and the following are some of 
the more important methods 
which may be employed for 
the separation of cerium from 
its allies. 

A process often employed is lo 
C(»nverl the cerium CArtlis into 
nitrates, and to treat the solution 
ol these with excess of potassium 
permanganate in the presence of a 
basic substance such as siKlmm car- 
iKmatcor magnesia (German Patent, 

143,106: see also lieyer, Zdis. 
anot\^. Chem.y 1903, 37, 378, and 
G. Drossliach, Hcr.y 1896, 29, 

2,452). I'he process is essentially 
the same as that described on p. 321 
for the estimation of cerium. The 
product obtained is quite iiure, ex¬ 
cept for about 0.5 per cent, of 
didymium oxide. 

Cerium can also be separated 
from the other rare earths by sus¬ 
pending the hydroxides in a solution 
of potassium hydroxide, and passing 
in a current of chlorine until the 
solution is no longi*r alkaline. Ceric 
hydroxide is formerl, and remains 
undlssolved, whilst the other rare 
earths are converted to soluble 
chlorides or hypochlorites (see V. Fig. 23.— Automatic Lighter for Inverted Burners. 
Mengel, Zd/s. anorg. Chem.y 1899, 

19 > 67). 

The mixed oxides may also be dissolved in hot nitric acid, ami llie solution evaporated down 
with ammonium nitrate until ceric ammonium nitrate separates out (see Welsbach, Monats/i., 
1884, 5, 508, and Schottl.mder, 1892, 25, 378). 

Cerium Nitrate is used to a small extent in the manufacture of incandescent 
mantles (see pp. 304 and 307), and for this purpose it should conform to approximately 
the same standard of purity as that required for thorium nitrate (see p. 302). 

The cerium compound obtained in a slate of purity by any of the foregoing processes is 
converted to the hydroxide by treatment with solution of potassium hydroxide. The precipitate 
thus obtained is filtered, washed, dissolved in nttric acid, and evaporated to crystallisation. If the 
aqueous solution is slowly evaporated, granular masses of the nitrate are obtained, but if crystals 
are required, the solution must be evaporated nearly to cry'stailisation, rapidly cooled, after having 
added a crystal of the nitrate The salt, being deliquescent, must be rapidly drained, and dri^ 
by.pressure. 
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i^nor Uses for the Cerium Earths and their Salts 

Numerous attempts have been made to utilise the r^Ucing power- of cerous 
5 ‘ ^ tompounds in the textile industry, a recent example of which is the following;*-. 

The yam is treated with a solution of ceroUs chloride (sp. gr, 
dried and passed through a bath of strongly alkaline sodium hypochlorite. After ;> 
being again dried, it is woven with untreated yarn, and when the fabric thus 
produced is treated with a direct cotton dye and then run through an acid bath, 

, the treated fibres lose their colour, and so a variegated jrattern is produced 
(German Patent, 241,469, 1911). When “vat” or “thio” colours are used the 
reverse change takes place. 

'J'he cerium earth oxides have recently been suggested for use, with tin com¬ 
pounds, for weighting silk (K. Stern, Zeits. angat'. Chan., 1914, 27, 357). 


In leather dyeing, salts of the cerium earths have been employed as mordants 
(see F. Garclli, Collegium, I9r2, 418, and W. Eitner, Gerber, 1911, 37 igq 
and 213). 

A.s a bise for dyestuffs of the alizarin group, certain cerium salts are stated 
to be very suitable (see 0 . N. Witt, Chemhche Ind., 1896, 19, 156; also C. 
Haskerville and T. B. Foust, yc/rew. Soe. Chem. Ind., 1904, 23, 104). 

In glass manufacture several of the cerium earths have been emploved as 
colouring agents. Thus, if r per cent, of cerium oxide be added to potash glass, 
a clear yellow colour results, which is intensified as the quantity is increasedt and 
finally becomes brown. Neodymium and praseodymium, the two oxides which 
constitute the mixture often termed- didymium, are sometimes used in the manu¬ 
facture of blue optical glass (see 0 . Schott, yb/^m. fiber Forischr., 1889, 42, 2685, 
and German Patent, 103,441). 

Porcelain is sometimes coloured by the addition of phosphates of neodymium 
and praseodymium ; the former giving an amethyst-red colour, whilst the latter 
produces a bright green (see W. Muthmann, Weiss, and H. Heramhof, Annalen, 
•907. 355. H 4 ); 

The separation of the oxides of neodymium and praseodymium from the other 
cerium earth oxides found in monazite is a somewhat lengthy process, and the 
products obtained are not of sufficient technical imijortance to justify a full 
description here. Two general methods may be employed-(i) Fractional pre¬ 
cipitation, utilising the difference in basicity of the metals (see W. Muthmann and 
H. Rolig, Ber., 1898, 31, R- J- Meyer and E. Marckwald, Ber., 1900, 33, 
3009; G. P. Orossbach, Ber., 1902, 35, 2826; Urbain, Ann. Chim. Phys., 1900, 
19, 184). (2) By means of fractional crystallisation (see Dennis and Chamot, femrn. 
Anter. Chem. Soc., 1897, 19, 779; C. Scheele, Ber., 1899, 32, 409; Demarcay, 
Comptes rend., 1900, 130, 1019 and 1185; R. J. Meyer, ZcHs. anorg. Chem., 1904, 
41, 94; Muthmann and Weiss, Annalen, 1904, 331, i). 

The cerium earths have been found suitable for use as catalysts in many 
cheinical operations. Thus, in the formation of sulphuric acid from sulphur 
dioxide and oxygen, crude cerium earth sulphates may be employed (German 
Patents, 142,144 and 149,677). 

The use of the chlorides of the cerium earths for the production of chlorine 
from a mixture of hydrochloric acid and air has been patented (German Patent, 
150,226). The gaseous mixture is passed over the chlorides, which are heated to 
a temperature of 35o'-48o* C. 

■ In photography, cede sulphate has been suggested for use in reducing the 
density of negatives (German Patent, 123,017). It has also been found that 
paper soaked in cerium sulphate, or nitrate, is .sensitive to light, and the image 
produced cap, lie. developed by means of phenol or amido-benzoic acid (see < 
A. and L Lumiere, Cmptes rend., 1893, S 74 )- F 

l|n medicine, the mixed cerium earth oxalates have been used to minimise 
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nausea, and didymium salicylate has been sold under the name of “Dymal” 
as a non-irritant antiseptic dressing for wounds. 

Cerium sulphate has been patented as a constituent of an electric 
accumulator (English Patent} 21,566, 1900; see also Zeits. Eliklrochem., 1902, 
298). It was found by W. Ktilitschewsky (“Zur Kenntniss des Cersulphat 
Akkumulators,” Halle a/S., 1904) that cerium sulphate accumulators had certain 
advantages over those made of lead. 

For a full account of the various uses to which the cerium earths may be put, see C. R. Bohm, 
“ Die Verwendung der Seltenen Erden,” Leipzig, 1913. 


Estimation of Cerium in Minerals and Alloys 

In view of ihe increasing use of cerium compounds in chemical technology, methods for the 
estimation of this constituent may be here briefly quoted, but it is impossible, in the space available, 
to give an adefjuale account of all the jjrocesses which have been employed. 

The mineral is first attacked either by heating it with sulphuric arid or by fusi<m with potassium 
bisulphate. After treating with water, filtering, and well washing the insoluble matter, the 
thorium and cerium earths are piecipitated as oxalates (see p. 298). The oxalates arc filtered off, 
washed, transferred to a beaker, and boiled with fuming nitric add until completely decomposed, 
and the cerium in thiN s^duiion is se|Kiratcd by conversion to the hydrated ceric oxide. This can 
he accomplisbod by several pioc'esses, some of which aic outlined below. 

Chlorine Process.—Tins method, originally intioduccd by Mosander [fount, frakt. Chem., 
1843. 30, 276), consists in suspending the rare earth hydroxides m a 5 jier cent, solution of 
potassium hydroxide, and passing a current of chlorine through the solution until it is no longer 
alkaline, and the precipitate lias atlained a bright yellow colour. Tliis treatment causes the cerium 
to be precipitatea as the insoluble ceric hydroxide, whilst the remaining rare earths pass into 
solution as cliloiides and hypochhuucs. After being allowed to stand for a few hours the 
solution is tiltered, the prertpnatc well washed, ilissolved in liydrochkiric acid, and llie above 
treatment repeated. Tlic ceric hydroxide is finally dissolved in hydrochloric acid, prccijiitated as 
oxalate, and weighed, after ignition, as the dioxide (’eC)j.. A modification of the above process, 
introduced liy 1 C. Brtiwning and K. J. Roberts [Amer. Journ. .Sn'., 1910, 29, 4S). consists in using 
bromine m place of chlorine. 

Permanganate Process.—The oxidation of the ccrous compounds can also be carried out by 
means of jMilassiuin permanganate. I'he solution of the rare earths, which must contain only niliates, 
is made nearly neutral with sodium carbonate, heated to boiling, and then a ililutc solutifm of 
potassium permanganate is run in slowly untd the pink colour begins to become permanent. A 
mixture containing potassium permanganate and sodium carbonate, in the ratio of i molecule to 
4 molecules, is run into the boiling solution until an exce.ss of potassium permanganate is present. 
When the leaction is complete the precipitated hydroxides of cerium and manganese are filtered, 
washed, dissolved in hydiocliloric acid, and the treatment repealed. The prcciiiitale finally 
obtained is dissolved in hydrochloric acid, and the cerium separated frcun the manganese by 
precipitation as the oxalate, which, after ignition, is weighed as the dioxide CeO.z. A full account 
of this mediod is given by E. j. \ioher\% {.it/tcf. Jot/r/t. Set., 1911, 31,350). 

A Volumetric Process for the estimation of cerium in the presence of lanthanum and didymiunv 
has been introduced by G. von Knorre {Zei/s. an^c^ew. C/ifm., 1897,10,685, and AVn, 1900, 33,1924). 
The process is ba.sed upon the fact that ceric salts are reduced to cerous by hydrogen peioxide, and 
that ammonium .persulphate In sulphuric acid solution converts ccrous salts to ceric. To the 
solution of ccrous salts in dilute sulphuric acid 2 g. of ammonium persulphate i' added, the 
solution heated to boiling, cooled to 50° C., a further quantity of 0.5 g. of persulphate added, 
the solution boiled for five minutes, cooled, another 0.5 g. of persulphate added, and the solution 
finally boiled for fifteen minutes with the addition of a further quantity of sulphuric acid in order to 
decompose the remaining persulphate. After cooling the solution, excess of a standard solution of 
hydrogen peroxide i.s added, and the amount not utilised in reducing the ceric sulphate is estimated 
by titration with a standard solution of potassium permanganate. The reduction of the ceric salt 
may be expresst d as follows;— 

2CeOa + IIA := CeaO:, + Oa + H 2 O. 

For details of the precautions which ore necessary in the carrying out of this determination the 
original papers should be consulted. 

A process for the analysis of pyrophoric alloys has been described by H. Arnold [Analyst^ 1914, 

39 - 4 * 5 )- 
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SECTION LXXVIII 

TITANIUM 


By Sydney J. Johnstone, B.Sc. (Tond.) 
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Titanium is often described as being one of the rarer metals, l)ut this is liardly 
correct, as it constitutes one of the ten most common metals found in a state of 
combination on the earth's surface. Its oxide is a constituent of many soils and 
plant ashes. 

Natural Occurrence 

The most .common mode of occurrence of this element in nature is as the 
dioxide ('I’iC).,), eitlicr alone as the mineral rutile, or in combination with ferrous 
oxide as the mineral ilmeiiite. 

Rutile usually occurs as a bliick or reddish-brown mineral having a specific 
gravity of about 4.3, and contfiining 98-99 per cent, of titanic oxide (TiOo), 
together with 1-2 per cent, of ferric oxide (Fe^Oj). 

Ilmenite, or titaniferous iron ore, is an iron-black mineral having a specific 
gravity of about 4.5 and containing a maximum of 52.7 per cent, of titanic oxide 
(TiOj) and 47.3 per cent, of ferrous oxide (FeO), corresponding to a formula FeO, 
TiOj. 

Other minerals containing a large percentage of titanic oxide are sphene or 
titanite (silicate of calcium and titanium), and brookite (TiOj). 

Another mineral called striiverite, containing a large but variable percentage 
of titanium, has been found recently in South Dak /ta, U.S.A., Federated Malay 
States, Madagascar, and also in Piedmont, Italy. A paper by T. Crook and the 
author describing this mineral, as found in the Federated Malay States, and its 
chemical analysis, will be found in the Min. Mag., 1912, 16, 224- 

. 
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Analyses of typical specimens of certain of these minerals are given in the 
following table ;— 

Table X. 




I. 

2 . 

3 - 

4 - 

5 - 


Formula. 

Piero* 

ilmenite. 

Ceylon. 

Ilmenite. 

Carolina. Ilmen Mis. 

Sphene. 
George¬ 
town, 1).(^ 

Strliverile. 
Fed. Malay 
Stales. 



Per Cent. 

Per Cent. 

Por (;cni. 

Per Cent. 


Titanium dioxide • 

TiO.. 

64.72 

52 - 7.1 

4 . 5-93 

40.82 

... 

45-74 

Ferrous oxide 

FeO 

I 6-.59 

33 -ofl 

3&-52 

8.27 

Ferric oxide • 

Fe,. 0 ., 

2.66 

8.08 

14-30 

... 

Lime .... 

CaO 



28. oS 


Magnesia 

MgO 

15.76 

5-33 

0-59 

... 

0.40 


Silica .... 

SiO., 

0.70 

30.10 

0.20 

Manganous oxide • 

MnC) 

0.42 

... 



trace 

Niobic oxide - 

Nli.,(t, 




6.90 

Tantalic oxide 






35-96 

Stannic oxide 

Snbj 





2.67 

Water .... 


... 

" 

0.54 

0.50 


1. “ Kcporl on Mineral Survey of Ceylon,’’ Col. Uep. Misc. Ser., Cd. 3,702. 

2, 3, 4. Dana’s “ Mineralogy,” 6th Edition, pp. 218 and 712. 

5. S. J. Johnstone, Min. Mag., 1912, 16, 224. 

Of the minerals described above the most common form is rutile, but large 
deposits are rarely found. On the other hand the less pure ilmenite is known 
to occur in large quantities in many localities. Titanic oxide is tilso a minor 
constituent of many iron ores and bauxites. 


• Geographical Distribution of Titanium Ores 

In view of the somewhat limited demand tit the yrre.sent time for titanium 
minerals, it will suffice to mention only those deposits which have been already 
worked to some extent. 

In Europe, the deposits of rutile near Kragero, situated to the north-east of 
Kristiansund, in Norway, yield abrrut 50 tons yter annum of high grade rutile 
concentrates. 

In the tJnited States, rutile depo.sits have been worked for some years at 
Roseland, near Arrington, Nelson County. The mineral here constitutes about 
4 per cent, of certain yregmatite dykes, and by crushing and concentration a jiroduct 
containing over 98 per cent, of rutile is obtained (“ Mineral Resources of United 
States,’* 1908, pt. i., p. 744). 

In the Australian Commonwealth, small quantities of rutile have been 
.produced from Talunga, South Australia (“Records of Mines, S. Australia,” 
1908, 356). 

Commercial Value of Titanium Minerals.— As with many of the less 
commonly used minerals, this is largely a matter of negotiation between bu^er and 
seller. 

In Great Britain there is very little demand for titanium minerals, even of the highest grade. 
In the United States tilaniferons iron ore from the Adirondack Mountains, which has 14-45 P®r 
cent. TiOj, is reported to be sold for the manufacture of ferro-titanium at ;if l to ,^2 per ton (nominal) 
according to the titanium content. 

The sale of rutile concentrates appears to be on a somewhat more definite basis, but the demand 
is small. According to one of the largest producers, they are selling three grades of ore 
A grade, containing 95 per cent, of titanium dioxide (TiOa), and only traces of iron, at $160 per ton 
(2,000 lbs.)f B grade,''which contains 75-80 per cent, of TiOj, and the remainder chiefly iron, 
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sells at $80 per ton; C grade, which is largely ilmenite, and contains 55-60 per cent, of TiOg, 
sells at $40 per ton. , 

Statistics of Production.—Complete returns are not available for the production of titanium 
ore, but the following figures may be of service, 


Table XL 



1910. 

1911. 

1912. 

1913- 


Tons. 

Value. 

Tons. 

Value. 

Tons. 

Value. 

Tons. 

Value. 

Norway^ 

50 


76 

1,100 

100 

£ 

1,900 

7,600 

£ 

United States 

505 

9,266 

Nil 


6,900 




Utilisation of Titanium and its Salts 

Up to within a fow years ago little use was found for titanium minerals. 
Numerous attempts had been made from lime to time in the United Kingdom 
and elsewhere to smelt titaniferous iron ore on a commercial scale, hut the 
majority of these were soon ahandonetl, and at the present time it is difficult to 
negotiate a sale in tin; United Kingdom of iron ore containing over 2 per cent, 
of titanic oxide. 

The (*l>jccti<ms urged against the use of titaniferous iron ore is not that tlie iron obtained by 
smelling is of inferior quality, but that under tlie ordinary working comlittons of the blast furnace 
a pasty slag is produced, and aggregations of titanium nitride and cyanide collect in the higher 
portions of tlu* furnace. It has Ijoen shown, however, lliat under suitable working conditions the 
smelting of these ores is commercially possible. I'his is demonstrated by the fact that iron ores 
carrying from 8-15 per cent, of titanic oxide were smelted successfully for a period of twenty 
yeais in the Adiromlack Mountains, New York Stale. Exhaustive articles dealing with the 
smelling of titaniferous iron ores are given by W. M. Uowron, Iram. Amer. /n^I. A/tn. 

1882, II, 159 ; A. J. Rossi, idem, 189J, 21, 832 ; E. von Mallitz, Stahl und Eisen, 1909, 29, 1593 ; 
and Bull, 64. U.S. Hur. Mines. 

Ferro Alloys. —One of ihc most important uses of titanium minerals at the 
present time is for tlie production of ferrt) alloys, which are used in the final 
purificadon-nf steel and cast iron. 

Many procusses for the production of ferto-litanium have Iwen suggested and tried on a small 
scale : references In these rvill lie found in the bibliography given at the conclusion of the article by 
B. Stoughton, (juotcrl aliove. 

For the imlustrial production of ferro-titanium two general processes are 
in use, one or other of tliese Ircing employed according to the nature of the 
alloy desired. For the production of alloys in which the i>resence of carbon is 
not objectionable, tlie process of Rossi can be cm[)loyed (sec U.H. Patents, 
609,466-7, 1898; 648,439, 1900; 668.266, 1901; 721,467, 1903; 802,941, 1905; 
822,30s, 1906; 877,518, 1908; 935,863, 979,393-4, 986,505, 992,422-3, 1911; 
1,003,805-7, 1,019,526-31, 1,020,512-7, 1,022,595-600, 1,022,799, J,o23>33'‘-4. 
1,024,476, 1,025,426, 1,028,389, 1,029,637, 1,032,432, 1,039,672). 

In this process the finely pulverised titaniferous iron ore is mixed with charcoal 
and heated in an electric arc furnace of the Siemens type to a temperature of not 
less than 1,927° C. (3,500° F.). This yields an alloy containing 15-18 per cent, 
titanium, 5 8 per cent. c.arbon, and the balance iron. 

The second type of process is employed if an alloy free from carbon is desired, 
the reduction being performed by some substance other than carbon, and for this 
purpose aluminium is frequently used. 

A (luantity of .scrap aluminium is melted in an electric furnace, into which 
is charged the requisite quantity of scrap iron or nigh grade iron ore, the latter 

^ Chiefly rutile. 
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being employed if an alloy quite free from carbon is required. In either case a 
layer of molten iron forms at the bottom of the bath, and on this the aluminium 
floats. Upon this layer is charged rich titaniferous iron ore, which is immediately 
reduced to the metallic state, and combines with the iron already in the bath. So 
much energy is evolved during this reaction that little current has to be supplied' 
in order to maintain the bath at reaction temperature. The process is capable of 
yielding alloys containing up to 75 per cent, of titanium, with only 0.12-0.80 
per cent, of carbon. A full description of the process is given in Electrochemical 
Industry (New York), 1903,1, 527. 

According to a recent jmtent of A. J. Rossi (U.S. Patent, 1,039,672, 1912), 
carbide of titanium is quite as efficient as a steel purifier if intimate mixture with 
the molten metal is effected. 

It is claimed that the alloy is cheaper to produce than ordinary ferro-litaniiim. The composition 
of such an alloy is shown in column 5 of the following table 


Table XII. 






Ferro-TItaniiim. 




Formula. 


— 


. — 

- - - 



1 

1 

1. 

2. 

3 - 

4 - 

5 - 

6 . 



Per Ct-tu. 

Per Ceot. 

Pet Cent. 

I'el CelU. 

Per CctiU 

Per CeiU. 

Tilanium • 

- - 1 Ti 

10.28 


35-64 

17-79 

22.21 

23 lo 2.3 

Carbon - 

■ \ 

0.28 

0. so 

0-75 

7.46 

o.So 

Nil 

Phosphorus 

■ ! 1’ 

0.09 

0.06 

0 06 

0.05 

trace 

0.05 

Sulphur • 

- : s 

0.01 

O.OI 


0.08 

trace 

O.OI 

Aluminium 

■ i A 1 


... 


0.80 

7.27 

5-0 

Silicon 

- i Si 





0.92 

1.0 

. 


I, 2, 3. A. J. Kossi, Mineral JudnUry, 1900, 9, 720. 

4. Troduct of 't itanium Alloy Manufacturing Co., made under U.S. Patent, 1,039,672, 1912. 

5. Product of Titanium Alloy Manufacturing Co., made under U.S. Patent, 648,439, 1900. 

6. Made hy Ciold.schmidt process. 

• Another form in which titanium is employed to a limited extent in the steel 
industry is that of titanium “Thermit.” This consists of an intimtite mixture of 
titanic oxide and metallic aluminium, which, when added to the molten steel, 
reacts to give metallic titanium. 

Ferro-titanium has been largely used in the United States, particularly during 
the last few years, in the final treatment of steel. Its efficiency as a purifying 
agent is staged to be due largely to the great affinity which titanium has for nitrogen 
and oxygen at temperatures above 800” C. Nitrogen in steel, according to the 
observations of various workers, tends to cause brittleness and segregation of 
sulphur and phosphorus in the finished product. The titanium is not added to 
the steel in order to give the latter new properties, as arc many other metals, such 
as tungsten, molybdenum, nickel, tantalum, chromium, etc., but only as a cleanser, 
and in the finished .steel practically no titanium remains. The alloy which finds 
most frequent use for this purpose is one containing from 15-18 per cent, of 
titanium; alloys containing much larger percentages of titanium arc difficult to use 
owing to their high melting point. The amount of the alloy to be added to each 
ton of steel as it runs into the ladle after recarburisation varies largely with the 
nature of the final product. When treating low carbon steels, such as those used 
for wire or plate, from 2-4 lbs. of ferro-carbon titanium is used per ton of steel, 
whilst for rail steel about 15 or 20 lbs. is used. From 4-8 lbs., of the alloy is 
added to each ton of steel castings, whilst 8-10 lbs. is used for axle steels. 

• : This treatment has been applied with considerable advantage to Bessemer, 
open hearth, crucible, and even electric steel. It has also been applietF with 
equally satisfactory results to cast iron. 

The gradually jridening use of these alloys in steel manufacture is demonstrated 
by the fact that in 1912, in the United States of America alone, over 550,000 tons 
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of titanium-treated steel was produced, whereas the quantity so treated in 1910 and 
1911 was 326,300,and 410,600 tons respectively. 'J’hese quantities are exclusive 
of cast iron so treated. 

Articles dealing with the properties and advantages claimed for titanium- 
treated steel will be found in articles by R. Moldenke, Trans, Amer. Foiindrymen's 
Assoc.j 1908, 17, 57; VV. Venator, S/aA/ nnd Ehetiy 1910, 30, 650; Journ. Indust, 
and Eng, Ckem,^ 1910, 2 , 299. 

Alloys of titanium with the non-ferrous metals have been employed in small 
quantity in the past. 

An alloy of copper and titanium containing 5-12 per cent, of the latter constituent has 
been u*ed for improving copper castings. The addition of 1-2 per cent, of this alloy to the 
molten copper is said to be of great advantage, as the metal can then be cast in sand without 
difficulty. The alloy also eliminates oxides and absorlxjd gases, and gives the casting a close 
dense structure free from blowholes. The influence of titanium on copper and its alloys is 
discussed by F. O. Benscl {Mdal und Jirzy 1914, ii, lo and 46). The addition of titftnium to 
aduminium to the extent of about 2 per cent, is said to greatly increase the toughne'^s and resiliency 
of the metal, but the product is staled to be of somewhat doubtful durability. 

Silico-titanium is prepared for use in the steel industry, when it is desirable to add silicon as 
well as titanium, by smelting a mixture of rutile, carbon, and silver sand in an electric arc 
furnace ijouni. Soc, Cheut, Itid.y 1910, 29, 636; French Fatent, 407 »^ 5 ^» ^ 3 ^^ October 19 *^)* 

Alloys can be made in this way containing 20-75 silicon and 5-70 per cent, iron 

{sec also United States Patent, 1,010,526). 

Metallic titanium, other than in the form of its ferro alloys, has, so far, been 
put to but few uses. The metal, which has a specific gravity of about 4.8 and 
a silver-white colour, is hard and brittle when cold, but can be readily forged when 
red hot. Its observed melting point varies with different e.xperimenters, but is 
probably between 1,795” an<l 1,810° C. When heated to 600° C. in oxygen it 
readily burns to the oxide TiO,^, as it also does in nitrogen at 800“ C., yielding in 
the latter case several nitrides having the formulae Ti.,N, TiN, TioNj, etc. 

Tills property has been suggested as a means of fixation of atmospheric nitrogen, as the 
nitrides are slated to yield ammonia on treatment with steam or acids (Krcnch Patent, 3,87,002, 
ipoS; English Patent, 1,842, 1908; United Slates Patents, 957,842-3). 

Titanium has also been suggested as a constituent for non-cerium metal 
pyrophoric alloys. A suitable mixture, according to French Patent, 419,388, 
1910, contains over 10 per cent, of both manganese and antimony, chromium not 
excusing io per cent., and titanium not exceeding t5 per cent 

In the textile industry titanous chloride, 'I’iCIj, and titanous sulphate, 
Ti.,(SO^).5, are gradually finding an extensive use owing to their great power as acid- 
reducing agents. 

Titanous chloride can he prepared hy various proeesses, amongst which may be mentioned 
that of IX. Spence (French Patent, 324,835, 1902), which consists in electrolytically reducing 
a hydrochloric acid solution of titanium hydrate in the cathode compartment of a divided cell. 
The anode employed consists of carbon |ilates in dilute hydrochloric acid and the cathode o! 
lead plates. 

In the dyeing of cotton goods with direct colours it sometimes happens that 
too deep a shade is obtained, mr the colour is uneven, and it then becomes 
necessary to remove (“ strip ”) it and re-dye the goods. This “ stripping ” car 
be performed, in a few minutes, b)' immersing the fabric in a solution containing 
an amount of titanous sulphate varying from 1-5 per cent, of the weight ol 
material to be treated. 

Certain vlyes, such as primuline yellow, ihioflavine S, cannot be stripped hy this means, whils 
the action is rather slow in the case of paranilraniline red and naphthylamine claret. 

' Titanous chloride and sulphate, which often come on to the market in the form of 20 per cent 
solutions, are also used for clearing the whites of coloured goods when the colour has a tendency t( 
“ bleed ” into the white. They find a similar use in laundry work for clearing articles that havi 
“ run" during wasliing, and are also employed to removi iron mould stains. 

Potassium titanium oxalate is now used for the mordanting and dyeinj 
of leather. Titanium salts unite with the tannin matter of leather to give a yellov 



INDUSTRIAL CHEMISTRY 


■328 

to brown titanium tannate, which is fast to light and soap (see J. Hurst, Journ. 
Soc. Dyers, 1903, 19, 105). 

Basic sodium-titanium sulphate has been patented by M. C. Ijimb for use 
in tanning (French Patent, 327,945, of 1902). 

Titanium lactates have recently been employed as mordants and “ strikers ” 
in the leather industry under the name of “Corichrome.” 

A recent account of the uses to which the compounds have been put is given in Leather Trades^ 
Kevienxiy 1913, 46, 183 and 266. The use and manufacture of these compounds is covered by 
English Patents, 22,629,1901; 23.188, 1901; 14,921,1902 ; 27,597,1902; German Patents, 126,598, 
1900 ; 136,009, 149,577 ; French Patent, 327,528, 1902. The solutions are prepared, according to 
English Patent, 22,629, by acting on freshly precipitated titanium hydroxide with lactic acid 
and an alkali, or if an excess of lactic acid is undesirable, the solution of titanium hydroxide in 
hydrochloric, sulphuric, or oxalic acid is acted upon by a lactate of a base which does not form an 
insoluble salt witli the acid in which the titanium hydroxide is dissolved. 

Various titanium salts have been employed as mordants for animal fibre (wool, 
etc.). Amongst these may be mentioned a solution of titanium tetrachloride 
(TiCl4) and cream of tartar. 

A discussion of the advantages of titanium sails as mordants and their preparation will he 
found in papers by J. Barnes,yurrr'w. .SV. Chem. hid., 1896, 15, 420 ; 1899, x8, 15. Their use for 
fixing colours on vegetable fibre is described in English Patent, 8,589, 1898. 

General articles dealing with the use of titanium salts in dyeing will be found :—E. Eirban, 
Chem. 7 .cii., 1906, 30, 145; C. Dreher, Tixtih Colaiins/, 1903. 2$. 4. 

Pigments.— 'I’itanium compounds have been einjiloyed for this purpose to a 
limited extent. A metlvod of producing pigments from titaniferous iron ore has 
been patented (French Patent, 412,563, 12th February 1910). The process consists 
in roasting titaniferous iron ore so as to obtain a uniform product free from con¬ 
cretions, and then crushing in water. The colour of the pigment can be made 
to vary from yellow to red according to the conditions of roasting. 

The light yellow pigments, stated to be suitable for use in rust-preventing 
paints, can be made by heating titaniferous iron ore with sulphuric acid and 
subsequently heating the mass to a temperature sufficient to decom|)ose the 
sulphates (English Patent, 10,368, 1911). 

E'incly ground rutile is sometime, employed in the ceramic industry to give a soft yellow 
underglaze colour to porcelain ware. Titanic oxide is also employed for timing artificial Iccth. 
Recently, the addition of titanic oxide in quantity varying from 0.1-2.0 percent, has been found 
to improve fused quartz ware, which is sold under the name of “ T. .siloxyed.” 

Illuminants. —Titanium carbide produced in the electric furnace is employed, 
to a small extent, in the United States, for the manufacture of electrodes for arc 
lamp lighting. The.se arc produced by mixing the finely ground carbide with a 
suitable binder, and shaping the paste by hydraulic pressure. The rods so pro¬ 
duced, after drying in a gas oven, are heated in a carbon tube electric furnace. The 
electrodes are next partly coated with copper to prevent oxidation during burning. 
The use of titanium carbide as electrodes has not found very extensive application, 
probably because the light is of a somewhat yellow character, and the operating 
costs are rather high (see also German Patent, 231,231, 1910). Another form of 
flame arc electrode consists chiefly of carbon, together with calcium titanate, an 
organic salt of titanium and a titanium halogen compound or alkali titano-fluoride 
(U.S. Patent, 1,112,458, 1914). See also Cerium Titanofluoride, p. 318. 

According to English Patent, 18,220, of 1912, a luminous arc electrode can be 
made from a mixture consisting of 96 per cent, of titanium carbide, 3 per-cent, of 
copper oxide, and i per cent, of lithium fluoride. The latter substance Is stated 
to steady the flame without imparting any undesirable colour. Titanic oxide, 

■ together with calcium cyanamide, cryolite, and carbon, is a mixture suggested for 
electrodes in English Patent, 11,792, of 1912 (see also English Patents, 2,027, 
18,965, 1909; 17,278, 1910; 710, 17,723. 19H ; fi.SoOi ‘ 9 ' 2 )- 

Titaniain carbide was used for the production of incandescent electric lamp filaments for a 
short time,^but is now displaced by the more economical metallic filaments, tantalum and tunpten, 
Its initial efficlie^cy was about 2.5 watts per candle power (English Patent, 14,852,1908). 
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The “magnetite” arc lamp has its positive electrode composed of a mixture of magnetite and 
chromite, together with 15-25 per cent, of rutile, or an equivalent amount of ilmenite. This lamp 
can be operated only on a direct current circuit, as the magnetite must act as the positive electrode. 
This lamp, which has found favour in certain districts in the Utiited Slates, and is now being used in 
this country, is stvid to give a very uniform distrilmtion of light in the horizontal plane. For this use 
the minerals must be very hnely ground, and to attain this end they are first crushed between rolls, 
and the final grinding is done in a ball mill. 


Analysis of Titanium Minerals and Salts 

It is not pos.sible in the space available to give an adequate account of the 
methods of analysis, but the following brief outline may prove of service. 

The mode of estimating the quantity of titanium in a mineral varies largely with the amount 
and the nature of the other constituents present. Thus, the presence of tantalum, niobium, 
uranium, vanadium, or zirconium renders the gravimetric estimation of titanium a matter of 
considerable difficulty. A method suitable for the estimation of titanium in the presence of the 
first two elements has l)een descrilted by the author in the Min, Ma,^.y 19*2, x6, 224,^ 

In the absence of vanadium and large quantities of iron, titanium can be estimated colori- 
metrically by the following process ; —Atiout 0.5-1.o g. of the finely ground mineral is fused, 
at a low temperature, for about half an hour, with ten times its weight of potassium bisulphate. 
After being allowed to cool, the melt is crushed and extracted with about 200 c.c. of cold 5 pet 
cent, sulphuric acid, to which has been added to c.c. of “ 10 volume" strength hydrogen peioxide. 
When the extraction is complete, the solution is filtered, the filtrate made up to 500 c.c., and the 
titanium in it estimated by the A. Weller colorimetric method (AVc., 18S2, 15, 2593). This 
consists in matching the colour of the solution against that produced when hydrogen peroxide is 
added to a standard solution of a titanium salt. The accuracy of the estimation is seriously 
affected by the presence of fluorides, and to a less degree by potassium sulphate and iron salts. A 
full accoMil of this method is given by W. F. Hillebrand in “The Analysis of Carltonate and 
Silicate Kiicks,"/>'«//. 422, f 7 rry,a/iVa/ci (Vi'c/. .S’«/-., pp 128-34. 

This method i.s accurate for minerals containing up to 10 per cent, of titanic oxide, but if used 
for estimating larger amounts it is not reliable, owing to the difficulty of matching the colours 
produce 1 by strong solutions, or the error intr.iduced by the large dilutions necessary if weak 
solutions arc employed. 

In the absence of compounds such as salts of niobium, vanadium, or uranium, which, in the 
reduced state, are oxidised by ferric salts, titanium can be estimated by reducing it to the 
litanous condition by means of zinc in acid .solution, and then titrating with a solution of ferric 
alum, in an inert atmosphere, using ammonium thiocyanate as indicator. The reaction proceeds 
in accordance with the equation— 

Tiaf.sop, -I- Fe.,(S 04)3 - 2 Ti(SO,)., -p aFeSO,. 

This method is of value, as it permits of the rapid and accurate estimation of titanium in the 
presence of iron compounds. The reduced solution can also be titrated with a standard solution 
of pnta'sium permanganate, but, in this case, allow.ince must lie made for any iron present. 

For a full account of the processes available for the estimation of titanium and its separation 
from other elements sec “ Die Analyse der Scltenen Erden und dcr Erdsauren,” by R. J. Meyer 
.and 0 . Hauser (Stuttgart, 1912). Methods of analysis of ferro-titamum are given in “The 
Chemical Analysis of Special Steels," by C. M. Johnson (London, 1909). 

Acknowledgments. —The author is indebted to the Titanium Alloy Manufacturing; Co., of 
Niagara Falls, U.S.A., for information concerning the use and manufacture of ferro-tittiniuni; 
to Messrs Peter Spence & Sons Ltd., of Manchester, for details of the use of titanium salts in 
the textile industry j and to the British ThonlSon-Honston Company Ltd. , of Rugby, for infor¬ 
mation relating to the “Magnetite” aft lamp. Statistics of the production and x’aliie of rutile 
concentrates in the United Slates were kindly supplied by the American Rutile Company, of 
Roseland, Nelson County, Virginia, U.S.A 
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ZiRCONiUM belongs to the same group in the periodic system as thorium, cerium, 
and titanium, but, at the present time, its commercial utility in nowise approaches 
that of any of these. 

The oxide, zirconia, was first isolated in 1789 by Klaproth, from Ceylon zircon, but the metai 
was not orodivced until 1824, when Berzelius obtained it by reducing the double fluoride of potassium 
and zirconium with metallic potassium. 


Natural Occurrence 

Zirconium does not occur in the metallic form_ in nature, but the ortho-silicate, 
zircon, is of fairly common occurrence in certain localities, and large deposits of 
the oxide, baddeleyite, have been located in Brazil. 

Zircon is a silicate of zirconium, and, when pure, contains 66.2 per. cent, of 
zirconia (ZrO^) and 33.8 per cent, of silica; impure forms also contain small 
quantities of iron oxide and combined water. It is found as a brown opaque 
mineral having a conchoidal fracture an 3 an adamantine lustre. Zircon is some¬ 
times found in clear forms which may be colourless, yellow, or red, and these are, 
used as gemstones under the name of hyacinth (see p. 334;. The specific gravity of 
ordinary zircon is about 4.7. 

Baddeleyite was formerly a mineral of somewhat rare occurrence, but, during 
the last few years, fairly large quantities have been found in the gravels of the Sierra 
de Caldas of Minas Geraes. According to E. Wedekind, the mineral is available 
in three forms—(i) black glatssy pieces; (2) broken stony fragments; (3) pebbles. 
Analyses of these three varieties are given in Table XIII. The commercial 
product is a mixture of all three forms, and has the composition shown in column 
6. By crushing and sieving, the glassy variety can be freed from much of its 
iron oxide, which occurs in cavities in the mineral. 
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The percentage composition of the more important zirconium minerals is given 
in the following table:— 

Table XIII. 



Zircon. 


Baddeleyite. 



Ceylon. 

2 . 

Norway. 

3 . 

Bra?!!. 

Glassy 

Variety. 

4- 

Brazil. 

Stony 

Variety. 

5* 

Bradl. 

Pebbles. 

6. 

Braril. 

Commercial 

Variety. 

7- 

Ceylon. 


tVr Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Zirconia, ZrO., • 

66.35 

64.05 

94.12 

88 40 

74.48 

68.93 

98.90 

Ferric oxide, Fe.>()-( - 

0,83 

2.85 

3.22 

4.07 

10.26 

3 -.59 

0.82 

Titanic oxide, TiO.. - 



0.98 

3.12 

1-35 

0.60 


Lime, CaO 


... 





0.06 

Silica, SiO.. 

32.3s 

32.53 

2.41 

5 -89 

14.08 

26.30 

0.19 

Water, H «0 

0.23 

... 


... 

... 

0.80 

0.28 


1. “ Rep. Mineral Survey Ceylon,” Col. Rep. Misc. Series, C< 1 . No. 3,762, p. 60. 

2. E. S. Dana, “ Descriplive Mineralogy ” (r,ondon, 1906), p. 485. 

3 10 6. E. Wedekind, Ber., 1910, 43, 290. 

7. G. S. Wake, Min. Man-, 1907, 14, 383. 

Preparation of the Mineral before Use. —The commercial variety of 
baddeleyitc, having the composition shown above, usually contains too much iron 
and silica to be used without previous treatment. The method of purification 
suggested by E. Wedekind consists in boiling the pulverised mineral in strong 
hydrochloric or sulphuric acid, whir'h removes most of the iron and titanic oxides. 
When necessary, the silica is removed by treating the mineral with hydrofluoric 
and sulphuric acids, followed by ignition. This treatment is usually sufficient for 
most technical purposes. 

If the ptiie oxide of zirconium is required, the method of 1 ,. Weiss, which is 
often technically employed, can be used. This process, which is suitable 
for treating either zircon or baddeleyite, is as follows: 50 kg. of baideleyite 
or 70 kg. of zircon is intimately mixed with 150 kg. of sodium carbonate and 
250 kg. of borax. The whole mixture is placed in a special cast-iron ves.sel, and 
heated in a reverberatory furnace. The melt is stirred frequently until'decomposi¬ 
tion is complete, and, after cooling, is finely ground and fixiviated with water. The 
insoluble matter, which contains the iron, titanium, and some sodium zirconate, is 
removed by,filtration, and is reserved for further treatment. The solution, which 
has a specific gravity of about i.i6, is concentrated by the aid of steam in an iron 
boiler, until it has a specific gravity of 1.32-1.36, when it is allowed to cool and 
crystallise, with occasional agitation. The crystals obtained are sufficiently pure to 
be used without further treatment. 'I'he mother liquor is used fqr lixiviating further 
fusions, and the silica which accumulates is removed from time to time by passing 
carbon dioxide into the solution. 

Another method, devised by K. Bayer migew, Chem., 1910, 23, 485), consists in 

heating one pari of the ground minerul with 2.5 parts of Viarium carbonate in a graphite crucible, 
which IS placed in a wind furnace and the temperature maintained at alxiut 1,400*’ C. for two hours. 
After cooling, the melt, whicli contains barium zirconate, is extracted with hydrochloric acid and 
the solution evaporated to dryness to precipitate silica. The residue is taken up in acid and let 
crystallise until first barium chloride, and later zirconium oxychloride, separate out. This latter 
substance is dissolved in water and the zirconium precipitated by ammonia. 


Industrial Utilisation of Zirconium and its Saits 

" Up to within a few yeans ago, little use was found for zirconium compounds. 
One reason again.st the development of their industrial employment was that the 
only commercial source of fairly pure zirconia was the mineral zircon, and the 
high cost 'of preparing the oxide from this material rendered its use impossible. 
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The already-mentioned discovery of large quantities of zirconium oxide in Brazil 
gave an impetus to the further investigation of the refractory (troperties of the 
material, and the greater proportion of the zirconia now utilised is obtained from 
this source. 

Refractory Materials. —Pure fused zirconia (ZrOo) has a very low coefficient 
of expansion (linear = .00000084), and is, therefore, of service for the production of 
vessels of a refractory nature which are to be subjected to large or sudden changes 
of temperature. Vessels made of this substance can be plunged whilst white hot 
into cold water without risk of fracture. Owing to the high melting point of 
zirconia, considerable difficulty is experienced in making it into vessels, and most 
of the published processes include the use of some hinding agent, often .an alkali, 
to assist in fritting the mixture. .A process described by L. Weiss (see above) for 
the manufacture of refractory crucibles consists in the use of a mixture of qo parts 
of zirconia, 10 ptirts of magnesia, together with 10 per cent, of phosphoric acid as 
a binding agent. The ware, after firing in the electric furnace at a suitable tempera¬ 
ture, is slated to be very resistant and iiractiailly unaffected either by molten alkali 
or potassium bisulphate. 

Zirconia would appear to be very suitable for use as a furnace lining, owing to 
its resistance to the corrosive action of steel, copper, red brass, etc. Experiments 
have shown that the maintenance cost of a Siemens-Martin steel furnace, lined with 
crude zirconia, was only one-half of that entailed when linings of other refractory 
substances were used. Water-free tar may be used as a binding material. 

.Another process described by R. Bayer consists in making an intimate mixture 
of gelatinous zirconium hydroxide and raw zirconia (purified, as previously 
described, by crushing and treating with hydrochloric acid), together with the 
addition of a small quantity of starch paste as a bimling agent. After being 
moulded to the desired .shape, tlie crucibles are air-dried for several days, and 
then, after tlrying at too" C., they are hctited in an electric resistance furnace of the 
Hempcl type to a temiterature of 2,ooo”-2,5oo'’ C. 

Metallic Zirconium. —There are several practical difficulties associated with 
the production of this metal, as it combines rciidily with oxygen, nitrogen, carbon, 
silicon, etc., and therefore cannot bt: produced by reducing the oxide with carhon 
in the electric furnace, as this reaction yields the carbide. 'I'he difficulty in 
reducing the oxide, and the readily oxidisable nature and high melting point of 
the finely divided metal, make its production an expensive matter. It has been 
prepared by reducing potassium zirconium fluoride with metallic sodium in an 
iron cylinder, using a layer of fused potassium chloride as protective cover. 

Ace.ording to a recent communication by E. Wedekind (Antialcn, 1913, 395, 
149), unsatisfactory results are obtained by reducing the oxide with either metallic 
aluminium or m.agnesium, hut a good yield of the metal is obtained by heating the 
oxide with metallic calcium shavings. The operation is carried out in an iron tube 
at a pressure of 0.1 0.5 mm. of mercury. The product of the reaction is treated 
successively with water, acetic acid, dilute hydrochloric acid, and water until free 
from calcium, and is then washed w’ith acetone and dried in I'acuo at 300° C. All 
these operations must be carried out in the absence of air. 

Pure zirconium melts at .about 1,300'’ C., and has a specific gravity of about 
6.4. It is not attacked by sulphuric or nitric acids, but is dissolved in the cold by 
hydrofluoric acid or aqua regia. 

So far, little use has been found for metallic zirconium, but it has been tried as 
a filament for incandescent elec'ric lamps (Zeits. angav. Chem., 1910, 23, 2065). 

Ferro-Zirconium is u.sed, to a limited extent, in steel manufacture for 
removing nitrogen and oxides from the finished product, an alloy containing 20 
per cent, of zirconium being added in amount equal to about i per cent, of the 
weight of .steel treated (see English Piitent, No. 29,376, 1910). 

Zirconia Quartz Ware. —Recently small quantities of-zirconia have been 
Utilised in the manufacture of a variety of quartz ware termed “Siloxide” (French 
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Patent, No. 432,786, 1911). It is claimed that the addition of a small quantity 
of zirconia makes the ware more resistant towards the action of metallic oxides, 
particularly alkalis, and decreases its tendency towards devitrification on heating. 
The tensile strength is also said to be materially increased. 

According to a recent paper by F. Thomas (Chan. ZeU., 1912, 36, 25), the best resistance to 
devitrification is obtained with ware containing 0.5 per cent, of airconia, and the best tenidle 
strength with samples containing i per cent. 

Zirconium Carbide has a metallic appearance, and is sufficiently hard to 
scratch quartz, but not ruby. It has been suggested as an agent for cutting glass 
and also for abrasive purposes. 

It can be produced by heating sirconia with carlion in the electric furnace (H. Moissan and 
I,engfeld, Comptei rend., 1896, 122, 651), or by similarly heating zircon with calcium carbonate 
and carbon, and then extracting the mass with dilute hydrochloric acid. A current of .ibout 600 
amjieres is stated to be necessary (E. Wedekind, Her., 1902, 35, 3929 ; Chem. ZeU., 1907, 36, 654). 

Pigments.— The use of various zirconium compounds as white pigments has 
been patented by I-. tV'eiss (German Patent, No. 235,495, 1910). Amongst those 
compounds mentioned as being suitable are the oxide, silicate, basic carbonate, 
phosphate, and basic sulphite. Alt these compounds have a good permanent 
white colour and covering power, and are non-poi.sonous. All are unaffected in 
colour by sulphuretted hydrogen, and mix well with the usual paint vehicles. 

Illuminants.— Zirconia formed an important constituent of the glower of the 
Nernst lamp (see English Patents, 19,424 and 23,470, of 1897). Rods of zirconia 
form the incandescent substance of the Bleriot lamp (German Patent, 174,313, 
1906). 

The use of zirconium carbide as a filament for incande.scent electric lamps has lieen patented 
(German Patents, Nos. 133,701 and 148,257), but has not, so far, proved entirely .satisfactory. 
According to Engli.sb Patent, 5,412, of 1908, Blaments may be made by mixing zirconium oxalate 
with a binder and sufficient carbon to reduce the oxalate. The use of zirconium nitrate, in place 
of thorium nitrate, for the manufacture of incandescent gas mantles has been {latented, but the 
invention has not been a commercial success (English I’atents, Nos. 1,681 and 4,000, of 1896). 

Other Uses. —Basic zirconium acetate, or a mixture of soluble zirconium salts 
with sodium phosphate, has been patented for weighting silk (German Patent, 
No. 232,875). It has also been suggested that zirconia might replace some of the 
stannic oxide in enamels. 

“ Kontrastin ” is the name under which pure zirconia is sold for the purpose 
of defining the intestines for X-ray photographs. 

As gemstones, certain clear varieties of zircon have been utilised for many 
years under, the names of hyacinth, jargon, and Matura diamond. The 
latter is pfoduced by heating a brownish yellow variety of zircon and so 
causing decolorisation. For further details, see “ Precious Stones,” by M. Bauer 
(London, 1904). ^ 

Commercial Value of Zirconium Ores.—As there is only a very limited demand for 
zirconium minerals, there is little possibility of finding a market for any but those of the highest 
grade, and then only with difficulty. The prices at which the products made from the Brazilian 
mineral can be purcha.sed are on a fairly definitp basis. According to recent information (Jan. 
1913), the following grades are offered for sale :— 


Table XIV. 


Grade Mark. 

Zirconia. 

(ZrOa.) 

Ferric Oxide. 
{teaOa.) 

Silica. 

(SiOg.) 

Price fxjr 
Metric Ton. 

Crude” • • . - 

Per Cent. 

Per Cent. 

Per Cent. 

L 

8.5 



31 

<-S” - - ■ - ■ 

90-92 

I 

8 

35 

“N” - -■ • 

90-92 

7 

.1 

36 

“NS”.,- - 

98 

0.8 

I 

50 
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The demand for zircon is much smaller than for the Brazilian baddcleyite, and sales are 
correspondingly more difficult to negotiate. 

Production.— Statistics regarding the production of zirconium minerals are somewhat difficult 
to obtain, as the output, from most localities, is very interrupted. In 1911, Brazil produced 25 tons 
valued at ;^7,437, and small quantifies are occasionally produced from the United States and 
Norway. 

Estimation of Zirconium in Minerals 

Zirconium is usually estimated gravimetrically as the dioxide (ZrO.^), which is precipitated 
from solutions of its salts, in a hydrated form, by excess of ammonia. 

I'ractically all zirconium minerals have to be fused with about five times their weight of 
potassium bisulphate before they become soluble in acids. After fusion, the melt is leached with 
a 2 per cent, solution of sulphuric acid, and the insoluble residue sejurated by filtration, and again 
fused. The acid filtrates are then treated with sulphuretted hydrogen, any precipitate that may 
form is filtered ofi', washed, and the filtrate, after removal of sulphuretted hydrogen, is nearly' 
neutralised with ammonia in the cold, and excess of a saturated solution of sodium thiosulphate 
added. After standing for a few minutes, the solution is lieated to boiling for one hour, let stand 
for twelve hours, filtered, and the precipitate well washed with boiling water. This precipitate, 
which contains all the zirconium, tantalum, niobium, thorium, and titanium, also traces of iron 
and aluminium, is dissolved in hydrocldoric acid, and the thorium removed from the solution as 
oxalate (see p. 298). The oxalate filtrate contains the titanium and zirconium, hut in order to 
recover these the oxalate must he destroyed by evaporating the solution nearly to dryness with 
concentrated nitric acid. The bases are then precipitated by means of sodium thiosulphate as 
before. After filtration and washing well with hot water, the precipitate is dissolved in con¬ 
centrated hydrochloric acid, and after diluting the solution with water, the titanium and zirconium 
are precipitated together Ijy excess of ammonia. After filtration, and being well washed with 
water, the precipitate is ignited and weighed as ZrOo-t-TiO.^. The titanium dioxide in this pre¬ 
cipitate can be estimated colorimetrically by the Weller method (sec p. 329), and the zirconia 
obtained by diifcrence. 

Methods for the complete analysis of commercial ferro-zirconium have been described by W. 
Traulmann {Zei/s. au,iiew. Chan., 1911, 24, O2), and also by M. Wunder and B. Jeanncrct \Zeits. 
anal Chau., J 9 ti> 50 , 733 )* 
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P. llKEiill..—“Tantalum.” d/rHcra/ /Wwt/rj (New York), 1908, 17, 799’ 

W. MtDHMtNN, L. Weiss, and K. Kieiiei.baucii.— “ Unlersuchen direr mctallisches 
Yanadin, Niidi, und Tantal.” Amiakit, 1907, 355, 59. 

O. Briini'K.—“T antalelektroden.” Chem. Zeit., 1913, 1233’ 

A. S. VAN Tksi.aar.— “Tantalum, a New Metal in Dentistry.” Z)e«Ai/A’er’/We(t.'hicago), 
1911, 25, 1210. 


Tantai.um is one of those metals whose appearance in commerce, in a pure 
condition, is of comparatively recent date, and, owing to its peculiar proiierties, it 
seems likely that it will find a fairly wide range of utility. 

Tantalic oxide (Ta„0,,) was first isolated, in 1S02, liy Hatchett, from a niineral olitained from 
,\1a.ssachusetta, and the metal was produced in an impure form hy Herrelius in 1824, by heating 
IMUassium fluotantalate with metallic potassium, .\lthough tantalum belongs to the same group 
of elements as nitiogen, plKi.s|)horus, aisenic, antimony, bismuth, and vanadium, in its general 
pfopertie- it ap|)cars to have little in common with these elements. 


Natural Occurrence 

Tanlalum is found in nature only a.s the oxide (Ta.flr), and is usually associated 
with variable percentages of the oxides of niobium, iron, and manganese. It is an 
esseiitial constituent of about forty minerals, but of these only tantalite is of com¬ 
mercial importance. 

-Tantalite is the most important ore of tantalum, occurring usually as a black 
mineral having a specific gravity of 6.5-7.3, and crystallising in the ortho-rhombic 
system. When pure, its composition is represented by the formula KeO, Ta., 0 ,., but 
in most specimens some of the tantalum is replaced by niobium (columbium), and 
some of the iron by manganese. 

Columbite is the most commonly occurring mineral containing tantalum. It 
often occui.s associated with tantalite, being essentially a niobate of iron and 
manganese of-the formula (Fe,Mii)ONbaO,,, and often crystallises in ortho-rhombic 
prisms whose specific gravity varies from 5.3-6.5. It has been observed that 
an increase in the percentage of tantalum in the mineral is accompanied by 
a proportionate increase in its specific gravity, and this relationship has been 
suggested as a means of roughly estimating the tantalum content of a mineral. 
Part of the niobium in the mineral is often replaced by tantalum. 

Other minerals containing tantalum are fergusonitc (niobate of yttrium and 
tantajum), samarskite (niobates and tantalates of iron, calcium, yttrium, and 

VOb. II.—22 
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cferium earths), yttro-tantalite (nlobates and tantalates of yttrium, iron, cerium 
earths, and uranium), tapiolite (iron tantalate). At the present time, however, 
none of these are utilised as commercial sources of tantalum, as the demand for 
tantalum minerals is small, being more than met by the supply of tantalite, and 
none but the highest grade of this mineral finds a sale. 

Geographical Distribution of Tantalum Ores 

The most important producing localities are the Greenbushes and Pilbara 
districts of Western Australia. The mineral also occurs in certain of the 
tin-bearing districts in the Northern Territory of South Australia. In the 
United States, tantalite ores occur, and have been worked near Branchville, 
Connecticut, and in the Black Hills of Dakota. As a general rule, American 
tantalite contains from 10-40 per cent, of tantalic oxide, whilst the amount of 
this constituent present in the Australian mineral varies from 50-70 per cent. 

Tantalum minerals have also been found in certain localities in Finland, 
Sweden, Norway, Russia, France, Bavaria, Italy, the Federated Malay States, 
Nigeria, and Ceylon, but at present none of these occurrences are of commercial 
importance as producers. 


The comi>osilion of some typical tantalum ores is shown in the following table ; — 

Table XV. 



Formula. 

Tantalite. 

1. 

Columbile. 

Ceylon. 

2. 

Samarskile. 

Kergusonite. 

Miask. 

3 - 

India. 

4 - 

Ytlerby. 

5 - 

('eylon. 

6 . 



Per Cent. 

Per Cent. 

l*er Cent. 

Per Cent. 

Per Cent. 

Per Cenl 

Tantalic oxide - 

Ta., 0 „ 

76-34 

7-30 

1.36 

13-64 

28.50 

1.51 

Niobic ,, 


7-54 

67.35 

47.47 

39-76 

29.66 

46.06 

Ferous ,, 

FeO 


9.22 



0-43 

Ferric ,, 

Yttrium earth oxides- 

I'CaOj 

13.90 

2.05 

n.o2 

12 15 

0.76 




12.61 

13.80 

33-47 

41.22 

Cerium ,, 

Ce^Oj, etc. 



3 - 3 > 

0.67 

0.82 

Uranium oxide - 

U:.0* 

... 


11.60 

12.09 

2.24 

3-92 

Manganous • 

MnO 

1.42 

10.30 

0.96 

0.42 

Lime 

CaO 


0,36 

0-73 

1.07 

4-40 

... 

Magnesia 

MgO 



0.14 

0.07 



Thotia 

ThOa 



6 .hs 

0.09 


2.48 

Titanium dioxide 

TiO.^ 


2.90 

1.70 


0.07 

Stannic oxide * 

SnO., 

. 0.70 

0.50 

0.04 


Lead „ 

PbO 

... 

0.68 



Tungstic ,, 

WOj 

... 

... 

1.36 




Zirconia • 

ZrOa 



4-35 




Water 

Hs,0 

_ _ 


... 


2.78 


I, 3, and 5. Mineral Industry^ 190S, 17, Soo. 2. Col. Rep. Misc. Ser.» Cd. 3,190, p. 30. 
4. Bull. Imp. Inst.f 1913, 10, 483. 6. Col. Rep. Misc. Ser., Cd. 3,190, p. 37. 


The production of tantalum ore is small and variable. Duiing 1909, ore valued at ^^327 was 
raised in Australia, but no production was recorded for 1910, 1911, 1912, or 1913. 

Commercial Value of Tantalum Ores.— The demand for these ores at the 
present time is very small, and consumers are reported to hold stocks sufficient foi 
several years. The price of tantalum minerals has varied, during the past few 
years, between los. and £i. los. per unit of tantalic oxide (TajOj)." Buyers 
often stipulate that ore shall contain over 65 per cent, of tantalic oxide, the niobic 
oxide must not exceed 3 pet cent., and that chromium is to be absent. 

, Manufacture of Metallic Tantalum.— This may be roughly divided into 
two operations—(i) The separation of,the tantalum from the other substances 
with which it is associated in the ore, and the preparation of a salt of the metal. 
[i) The.electrolysis of a pure salt of tantalum under such conditions as will yield 
the metal in'a fatfly pure form. 
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Tantalum minerals are not readily attacked by the common acids, except 
perhaps strong hydrofluoric acid, and in order to decompose the mineral it is 
necessary to heat it for some considerable time with a suitable flux, such as caustic 
soda or potassium bisulphate. The usual process employed is to fuse the finely 
ground mineral in an iron crucible, with about three times its weight of potassium 
bisulphate, and after cooling, to treat the melt with water. By this means most of the 
oxides, other than those of tantalum, niobium, silicon, and tungsten, pass into solution, 
'i’he insoluble matter, after being well washed, is digested with ammonium sulphide, 
so as to remove compounds of tin and tungsten, boiled with dilute hydrochloric 
acid to remove iron sulphide, and again well washed. The precipitate is next 
dissolved in hydrofluoric acid and boiled, so as to remove the silica as the volatile 
silicon tetrafluoride (SiP\). To the solution is next added an amount of potassium 
hydrogen fluoride (KHK) slightly greater than is required to form the double salts, 
potassium fluotantalate (KjTaP'j) and potassium fluoxy-niobate (2KF, NbOFj + H.p). 
The solution is evaporated until, on cooling, it deposits the tantalum salt in the 
form of rhombic needles which are almost free from the more soluble niobium 
compound. 

This separation, which was first introduced by C. Marignac {Aim. Chim. Phys., 1866, 8, 5), 
is based upon the fact that, at ordinary temperatures, one part of potassium fluotantalate is 
soluble in about 150 parts of water, whilst the niobium salt, under similar conditions, is soluble in 
1213 parts of water. For a discussion of the properties of potassium fluotantalate, see R. D. 
Hall (Journ. Amcr. Chem. Soc., 1904, 26, 1235). 

The method first used for the production of metallic tantalum is that ascribed 
to Ber/elius and Rose. In this process, as described by W. von Bolton { 7 .eiU. 
Ekktrochem., 1905, II, 45 and 722), potassium fltiotantalatc is put into a crucible 
interspersed with layers of metallic sodium, and the reaction started by the 
application of httat. As soon as the interaction is complete, the mass is cooled 
and washed first with water, and finally with nitric acid. 

'I'he process which has been used recently on a technical scale for obtaining 
metallic tantalum is that devised by W. von Bolton, and covered by German 
Patents, 152,848, 152,878, and 155,548, of 1903. 'I'he method consists in 
electrolysing the potassium fluotantalate prepared as described above, and thus 
obtaining the tantalum in the form of a somewhat impure metallic powder, which 
is purified by being melted in vaaio between tantalum electrodes. By this means 
the imi'Uritrns, whicli are more volatile than the metal, are volatilised. 

A process introduced by the British Thomson-Houston Co., somewhat similar 
to the above, is described in English Patent, 24,234, of 1906. In this method the 
potassium fluotantalate is electrolysed in a refractory crucible made of magnesia 
or tantalic oxide, using a cathode of pure tantalum and an anode of impure 
tantalum. 

Another proce.ss for purifying the metallic tantalum powder is to compress it 
into blocks and heat these in a crucible of magnesia or thoria which is lined with 
metallic tantalum. The heating is conducted in vacuo by means of an electric 
current, using a bar of tantalum as the cathode (English Patent, 21,766, of 1904). 

The process devised by G. C. Boujiard (French Patent, 377,931, of 1907) 
consists in dissolving 100 g. of potassium tantalate in 3 litres of water, and adding 
sulphuric acid until no further precipitate forms. After being allowed to stand, 
the solution is filtered, and the precipitate washed and added to i litre of water 
heated from 7o”-8o‘’ C. To this solution is added a 20 per cent, solution of 
oxalic acid in quantity sufficient to dissolve the precipitate, and after neutralising 
the solution thus obtained with ammonia, sulphuric acid is added in quantity 
sufficient to make 3 per cent, of the total volume of liquid. The acid solution 
is now electrolysed between electrodes of carbon or platinum, using a current of 
2 volts and o. 1-0.3 ampere. When the deposited metal is 3-4 mm. thick it is 
removed from the bath and drawn into filaments. 

, Pure metallic tantalum cannot be prepared by reducing the oxide with excess of carbon, as, 
under these conditions, a mixture of carbide and oxide is obtained. A method employed at one 
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lime by W. von Bolton was to mould tantalic oxide with paraffin wax into rods, which, after 
calcining;, were heated in vatm by means of an alternating electric current (Zeils, angm, them., 
1906, 36, 1537). The rods of brittle metal thus produced were purified by melting in vacua. 

In von Birani’s process the great affinity which metallic tantalum has for 
hydrogen is utilised as a means of purifying the crude metal. Tantalum will absorb 
about 740 times its own volume of hydrogen, with the production of a very brittle 
compound. After saturating the metal with hydrogen it is put into a vessel and 
made the positive pole of a circuit, whilst the negative pole consists of barytes. 
The metal is heated to redness, and then an electric current is passed which melts 
the metal and volatilises the occluded gases and impurities (see also French Patent, 

367.293. '906). 

Properties of Metallic Tantalum.- -In apjiearance the pure metal much 
resembles platinum, but its melting point is considerably higher, being, according 
to recent determinations, about 2,910” C. The specific gravity of the pure fused 
metal is about 16.6, whilst its sjiecific heat is 0.0365. 'J’he specific resistance of 
a bar of the metal i m. long and i sq. mm. in cross section is 0.146 ohm at 
20" C. Tantalum is characterised by its great ductility, combined with toughness, 
and it can be worked by the usual methods employed for other metals. 

When first prepared in quantity, the metal was stated to possess unusual 
hardness (/.ei/s. Eleklrochem., 1905, II, 503), but at a later date this was found 
to be incorrect, the hardness being due to the presence of small cpiantities of 
(wide. When this impurity is removed, the metal is found to be considerably 
softer and more ductile ; the normal hardness of pure tantalum being about equal 
to that of medium hard steel. Towards chemical action the metal is particularly 
resistant, being unattacked by solutions of caustic alkali and mixtures of the 
common acids. It is attacked, however, by hydrofluoric acid, molten alkali 
nitrates, sulphur, and fused caustic alkali: the latter substance causing the metal 
to disintegrate into crystals. On heating in air, the surface of the metal turns 
blue at 400° 0., greyish black at 600° C., and at higher temperatures it becomes 
coated with a layer of oxide and slowly burns. When heated in hydrogen, it forms 
brittle compounds of metallic appearance, but when heated in vnam to a white 
heat by a continuous electric current the metal is little affected. 

Uses of Metallic Tantalum 

At the present time, tantalum is perhaps best knbwn as a material used for 
making the filaments of certain incandescent electric lamps (see p. 356), but 
there are, numerous other uses to which the metal may be put, and a few of 
these are here described. 

Tools.— The use of the metal for surfaces and points which will be subject 
to mechanical wear is covered by French Patent, 351,351, of 1905. Various 
methods have been introduced for producing tantalum of the requisite hardness 
for the production of cutting tools, etc. Amongst these is the addition of oxide 
(English Patent, 6,050, of 1908), treatment with oxygen, hydrogen, silicon, boron, 
aluminium, titanium, or tin (French Patent, 357,714, of 1905). For the pro¬ 
duction of hardened tantaliam, according to English Patent, 6,051, of 1908, the 
powdered metal is mixed with i-io per cent, of silicon, the mixture moulded 
under pressure, and melted in jwua between tantalum electrodes. From 5-10 
per cent, of silicon is recommended if the metal is to be used for tools, and 
2-3 per cent, for wire. 

Dental and Surgical Instruments.~For these purposes tantalum possesses 
many advantages, amongst which may be mentioned that it is non-rusting, can be 
sterilised in acids or in the flame at a moderate red heat, and the instruments 
can be repeatedly sharpened similarly to those made of steel. For dental 
purposes, tantalum tools are surface hardened by a secret proce.ss, and have 
a hardntess about equal to that of agate (see also Brit. Med.Journ., 1911, 32, 724, 
.and Dental Review, 1911, 25. laio). 
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Chemical Apparatus.—For many chemical operations, tantalum can be 
used in place of jilatinum, and has the advantage of costing considerably less, 
but it must also be remembered that when no longer fit for use platinum has 
a market value not far short of that charged for new vessels, whilst it would seem 
probable that disused tantalum vessels would be of comparatively little value. 
During 1913, tantalum vessels were sold at as. fid. per gram. There is no evidence 
that the metal is finding a wide use in the chemical industry. 

Pens. —The elasticity and hardness which tantalum possesses when rolled 
into a thin sheet renders it particularly suitable for the manufacture of pens, and 
it is stated that large quantities are now being made by a firm in Berlin. Pens 
made of tantalum have the advantage over those made of steel in that they do 
not rust, and are not corroded by ink. In order to reduce the wear on the 
point, it is specially hardened, and will then wear at about the same rate as a 
good quality steel [ren. 

Electrodes. —.According to the investigations of O. Brunck {Ckem. Zeit., 1913, 
36, 1233), tantalum is particularly suitable as an electrode material, as many 
metals such as silver, copper, zinc, nickel, platinum, and antimony can be deposited 
on a tantalum cathode, and can be dis.solved off by acids or aqua-regia. As 
tantalum does not form an alloy with zinc at the surface of contact with the 
liquid, it does not recjuire to be coated with silver or copper before use (see 
also ( 1 . Oesterheld, /.eits. Elektrochem., 1913, 19, 585). 

Alloys. —Tantalum forms alloys with many metals such as iron, molybdenum, 
and tungsten, but only the iron alloy is, at present, of any commercial importance. 
Small (luantitics of fcrrotantalum have been prepared for use in the steel 
industry by the reduction of a mixture of tantalite and iron in the electric furnace, 
but the alloy docs not seem to be widely used (see I.. Guillet, Comptes rend., 

1907. 145. 327)- 

During; April 1914 forro-lanlalum sold in ihc United Kingdom for use in the steel industry at 
7s. 6d. per lb. of tanlalum contained. The alloy usually contains from 60-70 per cent, of tantalum. 

A recent account of the uses of tantalum in .science and technology ij. given by A. R. Meyer in 
Din^kr'i, Polylcih. Journ.^ 191J, 328, 292. 

NIOBIUM 

As mentioned on p. 337, this element, in the form of its oxide, is almost in¬ 
variably associated with tanlalum ores, but, at the present time, there appears to be 
no commercial use for the metal or its salts. 

It can be obtained in a metallic state by several processes, amongst which may be 
mentioned—(i) Electrolysis of potassium fluoxy-niobate in a manner similar to that 
employed in the production of tanlalum (see p. 339). (2) By passing a mixture 
of the vapour of the tetrachloride and hydrogen through a red-hot tube. (3) By 
the alumino-thermic process, which yields a product containing about 3 per cent, of 
aluminium which can be removed by heating in vacuo. (4) By von Bolton’s 
process of mixing niobium pentoxide with paraffin wax, squirting into fine threads, 
and heating these in vacuo to a temperature of 1,900° C. (see p. 340). 

Properties.— Metallic niobium has a specific gravity of 12 7, and melts at 
1,950° C. It is considerably less malleable and ductile than tantalum, and when in 
the form of jiowder it rapidly oxidises in air, but the massive metal is more 
resistant, probably owing to a protective coating of oxide being formed. It is 
insoluble in most acids, and is not attacked by solutions of the alkalis, but fused 
nitrates or alkalis readily attack the metal. 

Estimation of Tantalum and Niobium in Minerals.— The coinplete 
analysis of a complex tantalum mineral is often a long, tedious, and complicated 
undertaking. It is impossible, in the space here -vailable, to give full details of 
methods of analysis, but the following brief outline of a process for the separation 
and estimation of tantalum and niobium may be of service. 
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About I g. of the Hnely ground tantalite is fused for several hours wiih about five times its weight 
of potassium bisulphale, and after cooling} the melt is lixiviated with 5 per cent, sulphuric acid.^ 
The insoluble matter is separated by filtration and again fused. The sulphuric acid solutions thus 
obtained are diluted to 200 c.c-, and, after nearly neutralising with ammonia, saturated with 
sulphur dioxide ^md well boiled for about one hour. This capses the precipitation of any traces of 
niobium and tantalum which may have passed into solution. The precipitate, together with the 
insoluble residue previously obtained, will now contain all the niobium, tantalum, silica, together 
with some of the tin, tungsten, and titanium. The moist precipitate is digested with ammonium 
sulphide in order to remove the tin and tungsten, and is then washed, transfeired to a pla'inttm 
basin, and dissolved in a few drops of hydrofluoric acid. After diluting the solution to about 20c.c. 
it is boiled in order to expel silica. If the quantity of titanium present in the ure docs not much 
exceed 5 per cent., then the niobium and tantalum in the hydrofluoric acid solution can be separated 
and estimated by the Marignac process, but if titanium is present in large quantity the separation is 
incflective, and some other process must be adopted. The presence of titanium in tantalum ore also 
causes a large amount of the tantalic and niobic oxides to pass into solution after the fusion with 
potassium bisulphate, and special methods of analysis have to be adopted (see T. Crook and S. J. 
Johnstone, Min. Ma^.^ 1912, 16, 244). Assuming that only a small cjuantily of titanium is present, 
then the tantalum and niobium are separated as follows:—The solution in very dilute hydrofluoric 
acid is concentrated to about 20 c.c., heated to boiling, and to it is added a boiling solution contain¬ 
ing about 0.7 g. of potassium fluoride. The solution is slowly evaporated to 10 c.c. and let cool 
slowly to about 15* C. When thoroughly cold, the cleat solution, which contains all the niobium 
and a small part of the tantalum, is decanted through a small filter into a small platinum dish. The 
residual mass, consisting of crystals of potassium fluo-tantalale, is washed four times with a few c.c. 
of cold water, the washings being adde^ to the main solution, which is evapoiated to about 5 c.c. 
and let slowly cool. This solution is decanted and the crystals washed four limes wilh a few c.c. of 
cold water, and then examined with a lens for fiat plates of potassium fluoxy niobate. If these are 
present they roust be removed by further washing. Next evaporate the solution to drj ness on the water 
bath, cool, add one drop of hydrofluoiic acid and o.i g of KF dissolved in 1 c.c. of water. Then 
nm into the dish from 1-5 c.c. of water according to the proportion of niobium expected to 1^ 
present, allowing i c.c. for each 7 per cent, of Nh.Oj. Heat rapidly for a few seconds, note 
the total bulk of solution, and set aside to cool for one Iiour. P'iller the solution into a small 
platinum dish and wash the residue three or four times with a few drops of water, making note of 
the approximate bulk of the washings. To the solution add 8 c.c. of strong sulphuric acid, evaporate 
to fuming, and maintain at this temperature for at least tw'cnty minutes in order to remove the last 
traces of hydrofluoric acid. 

After coolingi the solution is poured into 150 c.c. of cold water, and ihc whole l>oilcd for about 
twenty minutes in order to completely precipitate the niobium. The solution is filtered and the 
precipitate well washed with boiling water, dried, ignited, and weighed. The whole of the 
niobium and a small proportion of the tantalum is contained in this precipitate; the tantalum lieing 
allowed for on the following basis—0.00365 g. TagO., for each c.c of solution from which thefinal 
crystallisation look place, and 0.00091 g. TajjO., for each c.c. of wash water in the final filtration. The 
remainder of the tantalum is recovered by dissolving the crystallised potassium fluo-tanlalatc in a 
few C.C. of water, adding about 10 c.c. of concentrated sulphuric acid, and evaporating to fuming. 
Wlten cold, the acid solution is poured into about 200 c.c. of wate;;, and the tantaluni precipitated 
by the addition of ammonia. The precipitate is filtered, washed, ignited, and weighed as 

A convenient and rapid process for the volumetric estimation of niobium in a mixture of oxides 
of niobium and tantalum has been descril^ed by F. D. Metzger and C. E. Taylor {Zeils. anorg. 
Ckem.y 1909,^2, 382). The method depends on the fact that if succinic acid be added to a hisulphate 
fusion of niobic and tantalic oxides, the solution can be diluted and heated without depositing 
insoluble compounds of the two elements. When this solution is treated with amalgamated zinc, 
the niobium is reduced and can l)c titrated with potassium permanganate. About 0.5 g. of the 
mixed oxides is fused with 5 g. of (Kitassium blsulphate, to c.c. of concentrated sulphuric acid 
added, and the heating continued until a clear solution is obtained. The solution is poured into 
a beaker, the crucible rinsed out wilh 30 c.c. of sulphuric acid, and the whole allowed to cool. 
IVo g. of succinic acid arc stirred into the liquid, followed by 20 c.c. of a saturated aqueous solution 
of succinic acid, and lastly, 200 c.c. of water. The liquid is heated to 75" C., and sent through a 
Jones zinc reductor (previously warmed by running through it 200 c.c. of 5 per cent, sulphuric 
acid at 75“ C.), filled with 20 per cent, sulphuric acid also heated at 75“ C. The niobium 
solution is followed, first by 50 c.c. of 20 per cent, sulphuric acid, and then by 200 c.c. of 5 per 
cent, sulphuric acid (both at 75" C.). The brown reduced solution and washings are at once titrated 
with potassium permanganate in an atmosphere of carbon dioxide. Under these conditions, niobte 
oxide is reduced to an oxide approximating to the formula whilst tantalic oxide is 

unaffected. 

The degree of amalgamation of the zinc in the reductor is important. It is best prepared by 
shaking 6c» g. of sieved zinc for several minutes with 250 c.c. of a solution containing 0.5 g. of 
mercury dissolved in 25 c.c. of concentrated nitric acid. The amalgamated zinc is washed first 
with water and then with dilute sulphuric acid, and is stored under water. 

AckDoWledtfmaits. —Thanks are due to Messrs Siemens Brothers Dynamo Works for 
information on the recent utilisation of metallic tantalum, and to Messrs G. BlackweU ft Soot, of 
Xiverpool, for supplyfhg quotations for tantalum ore and its ferrO'sUoy. 



343 


SECTION LXXXI 

TUNGSTEN 


By Sydney J. Johnstone, B.Sc. (Lond.) 


LITERATURE 

H. Mf-NMcke. —“Die Mctallurgiedes Wolframs.’’ Berlin, 1911. 

II. Leiskk. —“ Die Wolfram.” Jialle a/S., 1910. 

C. G. Fink.“-“ Ductile Tungsten.” Tram. Anur. Ekitro-Chem. Soc., 1910, 17, 229. 

- Applications of Ductile Tungsten.” Journ. Indus, and Eng. Chetn.y 1913, 

5i 8* 

O. KuI'K.—*• Uber die Darslellung Sirecklwiten Wolframs.” Zeils. angeiv. Cheni., 1912, 
25, 1889. 

W. D. CooLiix'.ii.—“Metallic Tungsten and some of its Applications. Pioc. Anur. 
/nst. Eiii. Eng., 1912, 31, 865. 

G. KKnARi>.- UIkt Darstcllung von Wolframmelall.” Melallnrgie, 1912, 9, 441. 

J, K. Caknk.—“T he Tungsten Mining Industry in New Sovuh Wales.” N.S.W, 

DepiViment of Mines, Hull. 15. Sydney, 1912. 

T. L. Wai.ker. — “ Report on the Tungsten Ores of Canada.” Canada, Dcpi. of Mines, 
Bull. 25. Ottawa, 1909. 

“Occurrence and Utilisation of Tungsten Ores.” Bull, Imp. Inst., 1909) 7 > * 7 ^ 
and 285. 

K. A. IIadj ikli). —“ Allo\s of Iron and Tungsten.” Tram. Iron and Steel Inst., 1903, 

64. 14. 

C. A. Edwards.— “Function of Chromium and Tungsten in Highspeed Tool Steel.” 
Trans. Iron and Steel Inst., 1908, 77 » *^ 4 - 

t'. Baskekvili.e.— “The Chemistry of Tungsten.” Met. and Chem. Eng., 1913) IX, 
319. 

G. T. Holloway. —“Tungsten.” Thorpes Dut. of Applied Chemistry, 19 * 3 > 5 > 

A. W. G. Bi.eek. —“ The Occurrence of Wolframite Lodes in the Tavoy District of 
Burma.” Rec. Geol. Sur. India, I 9 t 3 > 43 » 48 * 


'I'UNGSTEN, like several of the rarer elements, was little more than a scientific 
cariosity up to'about fifteen years ago, but its employment first in the steel industry, 
and more recently in a ductile form for the manufacture of filaments for 
incandescent electric lamps, has led to the production of the metal in large 
quantities. 

Natural Occurrence 

Tungsteo ores are usually found in veins in the older plutonic rocks, or in the 
alluvium resulting from the denudation of these, being present in many tin deposits. 
The ores of commercial importance, at the present time, are wolframite, 
hiibnerite, scheelite, and ferberite. 

Wolframite, or wolfram, is a tungstate of iron and manganese, having a specific 
gravity of 7.2-7.5, and varying in colour from dark greyish to brownish black. 

Hubnerite may be described as a variety of wcTramite in which most of the 
iroahas been replaced by manganese. It varies in colour from brownish to black, 
and usually occurs in bladed form. 
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Scheeiite, a tungstate of atlcium, is a white mineral having a specific gravity 
of 5.9-6.1, and when pure contains 80.6 per cent, of tungstic oxide ('VOj). 

Ferberite is a black opaque mineral having a specific gravity of about 6.8. 
It consists essentially of iron tungstate. 

Other tungjiten minerals of less importance are cuprotungstite, stOlzite 
(lead tungstate), tungstic ochre, etc. 

Analyses of some typical tungsten ore concentrates are given in the following 
table:— 

’I'aiu-k XVI. 


» 

Formula. 

Wolframite, 
N.W. Spain. 

2. 

Scheeiite. 

/innwald. 

, 3 - 

Hubiieriie, 

Colorado. 

4 - . 

Ferberite. 

Nederland. 



Per Cent. 

I*er Cent. 

Per Cent. 

Per Cent. 

Tungstic o\i<lc - 

- - WO;, 

64.13 . 

77.S4 

70.21 

63.88 

Stannic oxide 

SnO., 

0.68 



Femms oxide - 

FcO 

10.88 


2.03 

... 

20.44 

Ferric oxide 

- ■ Fe./), 

... 


0 - 3 S 

Alumina - 

A 1 .. 0 ., 

,3.32 


0.56 

2.19 

Manganous oxide 

Mn() 

6.42 


21.72 

0.37 

Lime • 

CaO 

i.2r 

19.48 

0.37 

0-35 

Magnesia • 

MgO 

3.16 


0.90 

Molyhdic oxide - 

MoO.. 


2.23 


... 

Silica 

SiO,. 

7.71 

4.91 

6.45 


I, 3, 4. O. J. Stcinhart, Afi/i. /lui.y 190S, 17, 830. 2. Traul)c*,/(^. Afin., iSyo, 7, 232. 


Geographical Distribution of Tungsten Ores 

The increase in the demand for tungsten ore during recent years lias led to the 
development of deposits in many countries, and it is impossible in the spiico 
available to give even a brief account of the more important of these. At the 
present time the most important producing countries are the United States, 
India (Burma and Shan States), Queensland, New South Wales, Portugal, 
Argentina, and the United Kingdom. An account of the occurrences in the 
United States will be found in the Mineral Resources of the United States, 1910, 
Part i., p. 744 (United States Gcol. Sur., Washington, 1911). For a de.scription 
of the other occurrences the literature quoted at the beginning of this article should 
be consulted. 

Concentration of Ore. —Tungsten ore, which often occurs associated with 
numerous other minerals, is usually septiratcd from these and concentrated by 
some process of wet dressing. This treatment results in the concentration of the 
tungsten ore, but the other heavy minerals present accumulate with it, and f)thcr 
means have to be adopted to separate fhese from the ore, in order to produce a 
marketable product. As wolfram ores are usually slightly magnetic, this removal can 
often be accomplished by means of an electro magnetic separator (sec Fig. 3, p. 296). 

Owing to various causes, such as the excessive production of slimes, the losses in dressing 
tungsten ore are usually high. 


” Production of Tungsten Ore 

The following table shows the production, in short tons (2,000 lbs.), of tungsten ores during 
recent years. For purposes of comparison the outputs from the various countries have been 
reduced lo'a basis w ore containing 60 per cent, of tungstic oxide, WO^ (Min. Res. United 
Slates, igi2. Parti., p. OQ.t). 
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1908. 

1909. 

1910. 

1911. 

1912. 

Asia — 

India. 


7 

430 

I7II9 

2.095 

Federated Malay States • 

• 83 

w 

105 

205 

275 

Japan . 

220 

292 

275 

287 

21‘» 

Amfralasui — 

New South Wales - 

269 

431 

413 

512 

298 

Northern Territory 

40 

49 

78 

71 

(Queensland - . - - 

- 516 

679 

1.145 

750 

944 

Victoria .... 

■ 3 

'5 

31 

33 


f asmania .... 

5 

20 

75 

86 

87 

New Zealand ■ - . - 

■ 87 

78 

187 

184 

Eas( Judies .... 

2.5 

24 

33 

29 

Europe — 

Austria. 

44 

43 

54 

50 

29S 


United Kingdom • 

261 

421 

307 

216 

I'rancc 

- 124 

5,1 

33 



(lermany .... 

4 (j 

iof) 

105 

89 


I’ortugal 

684 

6o() 

1,132 

1,078 

1,466 

Spam. 

- 249 

142 

169 

106 


Ament a — 

United Slates 

- 071 

1,619 

I,S 2 I 

1.139 

U 330 

Argentina . . . . 

• .S 48 

900 

825 

6S3 

702 

Bolivia - • - . . 

- 1S7 

I()8 

232 

370 

.547 

South Afina - . . . 

40 

16 




Commercial Value of Tungsten Minerals 

The price ol)tai!iahlo per lb. of tungstic ONiile in tlie ore varies largely with the 
percentage of tungsten |)rcscnt. Thus, in the United States, in 1912, the ores 
were sold on the following scale (only a fcw of the |irices are (juotcd):— 


Tun^^tic Oxide 
in liie Oic. 


iVi Cent. 
10-14 
.^ 5-39 
50 - 54 
60 


I’rioc per 13). 
of \V():p 

ii. 

10 
• 14 

16 

19 


Manufacture of Metallic Tungsten and its Salts 

Although the processes employed fetr the production of metallic tungsten from 
the concentrated ce do not appear to hi very complicated, great care is necessary, 
at every stage, in order to avoid heavy los.se.s of valuable material. 

The prest nt-day method usually employed for the production of sodium 
tungstate from the ore is practically identical with the “ Oxland ” process which 
was patented in 1847. If bismuth is present, the ore is first roasted and then 
leached with hydrochloric acid. The dry finely powdered ore is heated in a 
reverberatory furnace with a quantity of sodium carbonate, equivalent to an excess 
of about 10 per cent, over the amount required to combine with the tungstic 
oxide in the ore to form sodium tungstate in accordance with the following 
equation— 

2 FeWOj + O + aNaaCO,, = 2Na.,W04 + KajO., + 2CO., 

CaWOj + NaoCOj = CaCOj + Na.jWOi. 
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About to per cent, of sodium nitrate is sometimes also added to the mixture. 
Whilst in the furnace, the mass is maintained at a red heat for, about four hours, 
care being taken that it does not fuse, and only reaches a pasty condition. 
According to G. Erhard {Die Metallur(,ie, 1912, 9, 441), who gives a good review 
of the processes available for smelting tungsten ore, it is advisable to let the 
pasty mass cool after this first heating, crush in a ball mill, and again sinter. The 
first heating converts about 70 per cent, of the tungsten into sodium tungstate, whilst 
the second sintering increases this amount to about 90 per cent. After the second 
heating, the pasty mass is removed from the furnace and leached with water in 
superimposed vats, so that the weak liejuor from the final washing of one batch is 
used for the first leaching of the next. The solid residue from this treatment 
often contains cassiterite (tinstone), which, being of considerable value, is re¬ 
covered by treating the material on shaking tables of the Wilfiey type (see Fig. i, 
p. 29s), or by other suitable means. 

The solution obtained as above can be (i) evaporated to dryness to give crude 
sodium tungstate, or (2) evaporated to crystallisation for the production of the 
pure salt. The chief impurities present in the crude sodium tungstate produced 
by evaporation to dryness areSodium sulphate, sodium silicate and arsenate, 
whilst iron and manganese occur in smaller amounts. When the pure salt is 
required, these impurities are removed by the following series of operations. Iron, 
manganese, and arsenic are precipitated by the addition of a small ((uantity of 
caustic soda, and the greater proportion of the sodium sulphate will crystallise out 
before the sodium tungstate. The silica passes to the mother liquor which remains 
after the crystallisation of the sodium tungstate, and may cause a considerable 
loss of tungsten, as it leads to the formation of soluble silico-tungstates. ’I'liis loss 
is mitigated, to some extent, by the fact that this silico-tungstate can be obtained by 
further evaporation, and sold for fire proofing purposes. It is also ito.ssible to 
recover the tungsten, thus retained by the silica, by adding a calcium salt to the 
solution, and thus precipitating calcium tungstate. After recrystallising the sodium 
tungstate and thus obtaining a fairly pure jiroduct, it is dissolved in boiling water, 
and added to a boiling solution of hydrochloric acid, which has been previously 
diluted with its own volume of water. This latter solution sometimes contains, 
in addition, about 6 per cent, of nitric acid. This treatment causes the tungsten 
to be precipitated in a granular form as hydrated tungstic oxide (“tungstic 
acid ”) which is filtered off and well washed in filter presses. In the precipitation 
and washing considerable losses may occur owing to tlfe formation of a soluble 
acid tungstate, and also of colloidal tungstic acid, which pass away in the wash 
waters. Thp extent of these losses is infiuenced by (i) the strength of the 
solutions of sodium tungstate and hydrochloric acid before mixing; (2) the method 
of mixing, filtering, and washing. It is best to mix the .solutions slowly, with constant 
agitation, at as high a temperature as po.ssible, and to wash rapidly with dilute acid. 

It is very essential that the tungstic acid should be washed free from sodium 
salts, for if this is not done the product, when dry, has a greenish tinge, and is 
supposed to be less suitable for the production of tungsten powder. Various other 
processes have been suggested for the production of sodium tungstate, amongst 
which may be mentioned that of Jean, which consists in heating the ore with 
calcium carbonate and sodium chloride, a process which is only applicable to pure 
wolframite. The Kempen Electro-Chemical Company heats sodium bisulphate to 
fusion with mono-hydrated sulphuric acid, and then introduces the* powderedjnineral 
(German Patent, 149,556, of 1902). 

Preparation of Metallic Tungsten.— Metallic tungsten can be obtained 
■from tungstic oxide by several processes, such as—(i) Reduction by means of 
hydrogen. (2) Heating with carbon in an electric furnace. (3) Heating with 
metallic zinc. (4) Conversion to the hexa-chloride and reduction in hydrogen, 
(s) Converaion to the nitride and heating. (6) Heating to redness a mixture 
5 ammonium tu^tate and metallic zinc. (7) Reduction with aluminium or 
l^gnesium. (8) ffiectrolysis of the double chloride of sodium and tungsten. ,, , 
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Few of tHese processes are of commercial importance, except (i) and (2), 
although certain of the others may be in use on a small scale. 

Reduction in a current of hydrogen gives a purer product than that obtained 
when carbon is the reducing agent, but it is somewhat difficult tq control the 
operation and to make the reaction go to completion. The reduction with carbon 
is, therefore, the process more usually employed. In practice, the dried tungstic 
oxide is mixed with slightly less than the full quantity of carbon required for its 
reduction by means of carbon monoxide, and the mixture heated in crucibles. The 
process, as described by G. Erhard, consists in mixing 100 kilos of dried tungstic 
oxide with 14 kilos of pure charcoal (petroleum coke) and 2 kilos of rosin. This 
mixture is placed in a crucible, the lid firmly luted on, and the whole maintained 
at a temperature of 1,400° C. for some time. 

The metallic powder produced, which is mixed with unburnt carbon and 
unreduced tungstic oxide, is elutriated so as to remove these, together with the 
very finest particles of metal. The material so removed is mixed with the next 
charge to be reduced. 

Cost of Productioa.—The manufacturing co.sts in the produciion of metallic tungsten are 
somewhat liigh, owing to the number of operations, each of whicli entaiis some l()ss of material. 
For example, it is found that although from theoretical considerations 127 parts of the oxide should 
yield 100 parts of the metal, in practice at leas* 140 parts are required. The costs of production 
(“ returning charge”) per ton of metal amounts to about /8o, so that if ore containing 6o per cent, 
of tungstic oxide costs /too a ton, the metal will cost about iyio a ton. 

Ferro-Tungsten. —This alloy, which finds a wide use in the steel industry, 
can be prepared by several methods, such as—(i) The direct reduction of the ore 
by means of carbon in a crucible. (2) By reducing in the electric furnace by 
means of some substance other than carbon. (3) By direct reduction in the 
electric furnace by means of carbon. 

In the first process the concentrated ore is placed in a clay-lined crucible, 
together with a suitable flux and the reducing agent, and the whole is heated in 
a gas-fired furnace, together with the correct proportion of iron or steel scrap. 

When direct reduction by means of carbon in the electric furnace is employed, 
wolframite, small hubnerite, and ferberite are easily reduced, but scheelite is more" 
difficult to treat, and gives thick pasty slags. The alloys produced by either of the 
above processes arc decarburised by means of refining slags. 

The composition of tungsten powder and ferro-tungsten is shown in the following 
table, the powder being produced by the reduction of tungstic oxide by means of 
carbon, whilst the ferro-tungsten was obtained by reduction in the electric furnace 
(analyses (juoted by O. J. Stcinhart, Alin. Ind., 1908, 17, 833)- 


Table XVIII. 


1 Formula. 

Tungsten Powder. 

Ferro-Tungsten. 



Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Per Cent. 

Tang.sten 

w 

97.02 

9863 

85-15 

79.48 

71,80 

Iron .... 

he 

0.6: 

0-59 

14.12 

18.60 

24.35 

Carbon 

c 

0.32 

0.12 

0*45 

1.49 

2.58 

Silicon .... 

Si 

0.72 

0.32 

0.13 

0.16 

0.36 

Manganese • 

Mn 

0.16 

0.085 

0.21 

0.078 

Phosphorus • 

1 * 

Nil 

... 

0.018 

0.017 

0.008 

Sulphur 

S 

Nil 


0.021 

0.0:6 

0.02 

Aluminium • 

At 

0.47 

0.21 


0.001 

0.07 

Copper 

Cu 




0.008 ‘ 

Magnesium - 

Mg 

0.32 

... 



••• 


At the present time (April 1914) ferro-tungster containing about 80 per cent, 
of tungsten and a maximum carbon content of one per cent., is sold, in the 
United Kingdom, at 2s. gd. per lb. of tungsten contained. 
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Ductile Tungsten. —The advent of the tungsten metal filament lamp (see 
p. 357) led to a search for methods of producing the metal in.a more ductile form 
than it had previously been obtained, and it was found that the pure metal, when 
submitted tg repeated swaging and heating, los.es its crystalline character and 
becomes ductile and fibrous. 

The master patent in this connection appears to be English I’atent 23,499, 
of 1909, granted to the British Thom.son-Houston t,'o., which is briefly as 
follows. By repeatedly working a heated body of coherent tungsten, the metal 
may be obtained in a form which is ductile both when hot and at ordinary 
temperatures; the consolidated rod being transformed by repeated rolling, 
hammering, swaging, or drawing, into a form which shows a conchoidal fracture and 
ultimately becomes very fibrous. This process is described in full on p. 359. 

For the production of ductile tungsten by the above method, it is necessary 
that metal of great purity should be employed. According to 0 . Ruff {Zeih. 
anjiew. Chtm., 1912,25, the metal must be entirely free from oxide; iron 

and nickel and non-metallic impurities, such as sulphur, phosphorus, etc., must 
be entirely absent. It should not contain more than about 0.1 per cent, of carbon. 
Before working, the metal should be sintered almost to the melting point in order 
to obtain it in as dense a condition as possible. In order to get a pure metal, it 
is desirable to purify the trioxide by reducing it to the dioxide, volatilising the 
latter as oxychloride, and treating this with hydrochloric acid. 'I'ungsten dioxide 
(WO.,) can be prepared by heating the trioxide to bright redness with one-fifth of 
its weight of glycerol or similar hydroxy compound (English I’atent, 18,922, 1907). 
By this means silica and phosphoric acid are left behind in the non-volatile residue, 
whilst aisenic and antimony fxiss into solution in the; hydrochloric acid. 'I'he pure 
trioxide is reduced in a rapid current of hydrogen at a temperature of 1,250" C., 
and is pressed into rods which are hardened by heating in hydrogen to a tempera¬ 
ture of about 1,300° C., and then sintering in a special furnace at about 2,650° C. 

It is sometimes necessan, in the case of very pure tungsten, to aliout 0.05 per cent, of 
carbon in order to lower the melting point. Other methods hir producing ductile tung'^ten are 
described in Section LXXXII., p. 359. 

Properties of Metallic Tungsten.— Cast tungsten, or that in the form 
of powder, has properties differing widely from those of the [wre wrought metal, 
such as is used in the manufacture of incandescent electric lamp filaments (see 
P- 357 )- The powder is a hard, brittle, crystalline substance liaving a specific gravity 
of 16.17. The pure metal i.s a much softer and tougher material which may be 
rolled into thin sheets, welded at a yellow heat, and drawn into exceedingly fine wire. 
It has a melting point of about 3,080° C., and a sjiecific gravity of 18.8. In common 
with most metals, its tensile strength increases with the thinness of the wire tested. 
Thus, a wire 5 mm. in diameter has a tensile strength of 460,000 lbs. to the square 
inch, whilst that of wire of 1.2 mm. in diameter is 580,000 lbs. jier siiuare inch. Air 
and water, at ordinary temperatures, arc without effect on metallic tungsten, but at a 
red heat the metal is oxidised. Molten sulphur and phosphorus attack it slowly, 
but it is rapidly converted to sulphide or phosphide by their vapour. Fused nitrates, 
peroxides, potassium bisulphate, alkali carbonates, and caustic alkalis readily attack 
the metal, but solutions of these are witlrout action. 'I'hc metal is unattacked by 
boiling dilute sulphuric acid, but the concentrated acid attacks it slowly. Strong or 
weak hydrochloric acid has no action at ordinary temperatures, but the strong acid, 
at the boiling point, slowly attacks the metal, producing a black coat of oxide. 
Concentrated nitric acid or hydrofluoric acid have litde action sejmralely, but the 
metal is rapidly attacked by a mixture of these two acids. 

* Utilisation of Metallic Tungsten and its Salts 

Tungsten Steel. —About 90 per cent, of the tungsten produced is used in 
the maopfacturc of tungsten steel. One of the most important properties of 
tungsten is the, additional hardness and toughness which a small quantity of it is 
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capable of imparling to steel, and for this reason tungsten steel is of especial value 
for the constructiort of armour plate, projectiles, and firearms. Tungsten 
steel is also especially suitiihle for the manufacture of high speed tools, which are 
required to retain their temper when run hot. A steel suitable for stich use may 
contain tungsten, 8.5 per cent.; chromium, 4.0 per cent.; carbon, 1.25 per cent. 

Self-hardening' steels, i.e., those requiring no tempering after forging, may 
have a composition between the following limits—Tungsten, 2.4-3.4 per cent.; 
chromium u|) to 6 per cent. ; carbon, 0.4-2.2 per cent.; silicon, 0.2-3.0 per cent. 

The chief characteristics of tungsten steels are that they possess a tensile strength 
and elastic limit which, within certain limits, become higher in projwrtion ns the 
jMjrcentage of tungsten increases. Their elongation, reduction of area, and 
resistance to shock diminish proportionately, whilst the hardness increases 
somewhat rapidly with the percentage of tungsten. 

For use in the steel industry, tungsten is usually employed in this country in 
the form of its ferro-alloy, but the powdered ntetal is often employed abroad. 

Tungsten is a cotistituent, to the e.\tent of about 5 per cent., of an interesting 
alloy known as “Stellite,” which contains, in addition, 75 per cent, of cobalt and 
20 per cent, of copper. This alloy can be utilised for cutting tools, being very 
hard and non rusting (see E. Haynes, Bull. Amer. Inst. Min. Eng., 1913, 249, and 
United States Patents, 1,057,423 and 1,057,828, 1913). It also enters into the 
composition of the alloys “ Minargent,” “ Platinoid,” “ Partinium,” and “ Sideraphit.” 

Numerous uses have been suggested for wrought and ductile tungsten. Its 
applications in the chemical industry are hiirly obvious from a consideration of 
the properties (|Uoted on p. 348. 

ll nuiy Jilso r»ml luimt'nms niipUcations in eleclro-lecUnclugy. Tlnis U is staleil to be particularly 
suitable for contacts, sucli as those of magneto spark coils, signal relays, sending keys, etc., being 
much sujicrioi to iil.itinmn, or ])latinunviruliu>n, for these purjwses. As the heat conductivity of 
tungsten is twice that of platinum, contacts made of the first-mentioned metal remain much cooler 
whilst in u.se than do those made of platinum. Owing to its higher melting point, tungsten is 
staled to be belter than platinum as a target material for Rontgen ray lubes. For the numerous 
other uses which have licen suggested for tungsten, the ailicie by C. G. Fink should be consulicfl. 

Bronze Powders. —When Iiot.assium tungstate is fused with pure tin, 
coloured compounds arc produced, known as tungsten bronzes, which are largely 
employed for decorative pnr|>oscs. 

M&get\ta Bronze is jiroduccd by adding tungstic oxide to fused potassium 
carbonate until ibc solution is saturated. 'I'hc product thus obtained is gently 
heated in hydrogen and then successively treated with water, bydroebloric acid, 
and potassium hydroxide solution. The.se operations yield a |)roduct in the form 
of small violet crystals, which have the composition K._,\\'40j2. Other alkali- 
tungstate bronzes are also employed for decorative purposes, owing to their colour 
and insolubility in acids. They can be prepared electrolytically by fusing together 
the calculated, quantities of tungstic acid and metallic carbonate and then electro¬ 
lysing the mass. According to Philipps {Ber., 1882, 15, 499), the following tungsten- 
sodium bronzes arc known—NajWi-Ojg (golden yellow); Na.jW,,0]5 (blue); 
NajWjOfl (red); Na,,W,,Oj,, (reddish yellow). Blue tungsten-lithium bronzes have 
been described by Hallopeau (Comptes.'rend., 1898, 127, 512); also by G. von’ 
Knorre and E. Schafer {Ber., 1902, 35, 3407). Other tungsten bronzes have been 
described; for accounts of these see E. Engels, Zeits. anorg. Chtm., 1903, 37, 
125, and Schafer, Zeits. anorg. Clum., 1904, 38, 148. 

In the textile industry, sodium para-tungstate is used to a smalt extent for 
the fireproofing of cloth and other fabrics, and as a mordant for calico printing. 
Tungsten salts are also used as mordants for silk, and have the additional 
advantage that they also serve as weighting materials. 

Tungstic oxide is used in glass and porcelain manufacture for the production of yellow colours. 
Formerly, difliculties arose from the formation of an opalescence in the glaze, but a method has 
been described by which this may be avoided (see A. Granger, CompUs rend., 1905, 140, 935). 

Sodium tungstate is sometimes u.sed for decolorising acetic acid. 
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Estimation of Tungsten in Minerals and Salts 

A process for the determination of tungsten in wolframite will serve to illustrate the methods 
employed (Treadwell and Hall, “Analytical Chemistry,” Vol. II., p. 259). About i g. of the 
extremely hncly powdered mineral is fused with 4 g. sodium carbonate in a platinum crucible for 
from one-half to three-quarters of an hour. After cooling, the melt is trailed with water and 
filtered. The residue contains iron, manganese, calcium, and magnesium, and sometimes small 
amounts of niobic and tantalic acids. The solution contains all the tungstic acid and silica. The 
aqueous solution of the alkali tungstate is treated with an equal volume of nitric acid and trailed 
until the precipitate becomes a pure yellow. After the precipitate has settled, the supernatant 
lit^nid is decanted through a Biter and the precipitate washed three times, by decantation, with a 
mixture of equal parts of nitric acid (sp. gr. 1.2) and water, and Bnally upon the Biter until the 
washings leave no residue when evaporated to dryness on platinum foil. Then, in order to remove 
nitric acid, the precipitate is washed twice with a neutral 5 per cent, solution of ammonium 
nitrate. By this means the greater proportion of the tungstic acid will be in the precipitate, but a 
small quantity will be in the Bltratc, which is then evaporated to dryness, the residue moistened 
with ammonia, again evajrarated to dryness, dissolved in as little water as possitde, and treated 
with an equal volume of concentrated nitric acid. After boiling and filtering, the precipitate is 
washed as before. The two precipitates of tungstic acid arc dried, ignited, and weighed as impure 
tungstic oxide (WO;)); the impurities present Iraing usually silica and stannic oxide. To remove 
silica, the oxide is treated with hydrofluoric and sulphuric acids, ignited, and again weighed. 
The stannic oxide may be removed by Rammelsberg’s method of igniting the residue with pure 
dry ammonium chloride. For a full account of the numerous methods of separating tungsten irom 
other metals see “ Treatise on Quantitative Analysis,” by J. W. Mellor (London, 1913), pp. 405-411. 

Tunjgsten Bronzes.—These salts arc not readily decomposed by acids, but can be easily 
attacked by the method of Brunner {/nau,^. Zurich, 1903). About 0.5 g. of the finely 

powdered hron/.e is treated in a porcelain crucible with 2 g. of alkali-free ammonium sulphate 
and 2 g. of concentrated sulphuric acid, and carefully heated over a very small flame until vapours 
of sulphuric acid begin to escape. After a part of the ammonium sulphate has been volatilised, the 
mass is allowed to cool and further (juantities of ammonium sulphate and sulphuric acid added. 
After further heating, the mass is allowed to cool, treated with water, and transferred to a porcelain 
dish. About 50 c.c. of concentrated nitric acid is next added and the contents of the dish digested 
on the water loath for three or four hours, after which it is diluted with water and the tungstic acid 
filtered off. The remaining treatment is similar to that already described above. 
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Incandescent Electric Glow Lamps 

The modem electric glow lamp may be briefly described as consisting of a glass 
bulb, enclosing a fine thread of some refractory substance, known as the filament, 
which, when heated by the passage of an electric current, will radiate light. The 
atmosphere in the bulb is usually reduced nearly to a vacuum, but tKcasionally a gas 
in a partially rarified condition is used. 

The numerous problems involved in the manufacture of the various types of 
electric glow lamps are mostly of an electrical, rather than a chemical nature, and, 
therefore, cannot be fully discussed in this volume. Although great developments 
have taken place in the method Of manufacture of the metal filament lamp (see 
p. 355), these lamps have by no means entirely displaced the carbon filament 
variety. As certain of the processes employed are very similar, both for the metal 
and carbon filament lamp, a very brief outline of the general method of manufacture 
of the latter is here given. 

Carbon Filament Lamps 

The following description, which is an account of the process as employed at the 
works of the Edison & Swan United Electric Light Co., Ponders End, may be 
taken as being typical of the methods generally in use in this branch of industry. 
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The first operation is the production of the glass bulb which is to enclose the 
filament. This is made by first blowing an elongated bulb, Which is given the 
finished shape by completing the blowing in a metal mould. For this purpose 



I. —Stages in llie Manufacture of a t'arbon l.ain]r. 

A and C show the bulli liefote and after it has Iwen blown in the mould, li and D represent 
the tube for the leading-in wires before and after flanging. Tbe filament attached to the leading-in 
tulre and ready for sealing into the bulb is .shown in E. The lamp ready for pumping is shown in 
K, whilst (1 ie|)tesents the finished lamp. 


the best flint glass containing a large percentage of lead is usually employed. The 
shapes thus produced are shown in .t and c of Fig. i. \ small hole is next blown 
in the bottom of the bulb, and into it is sealed the piece of glass tubing which is 
required for use in the final operations of evacuating and sealing 
off the finished lamp. The two wires which in the finished lamp 
will convey the current from the mains to the filament are usually 
made in three sections (see Fig. 2). The first section, aii, is 
made of copper wire, whilst the second portion, kc, is composed, 
of platinum or some alloy which has the .same coefficient of expan¬ 
sion as the glass, in order that the joint betweeti glass and metal 
may be perfectly gas-tigbt. Alloys used for this purpose include 
ferro-nicllel and “platinoid” (an alloy of copper, zinc, tungsten, 
and nickel). “ Partinium ” is also used, and con.sists of an alloy of 
tungsten, aluminium, tin, copper, and magnesium (English Patent, 

21,573, 1895). The lower .section, cn, which is joined to the 
filament, is often composed of nickel. 

These wires are next sealed into the small glass tube n (Fig. 
i), and are then ready to be attached to the filament, the method 
of making which will be described later. Several processes are in 
use for attaching the finished carbon filaments to the leading-in 
wires, the method selected being largely dependent upon the 
amount of shock which the lamp will have to withstand in use, 
and upon the strength of the current to be used in the lamp. 

For low amperage lamps, the joint between the filament and wires is effected by 
covering the junction with a special paste, the essential constituents of which are 
^aphite and sugar. When an extra strong joint is required, the filament and 
a ' • 



Fio. 2. 

Connections be¬ 
tween Filament 
and Leading-in 
Wires. 
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leading-in wires are brought into close contact, immersed in a liquid hydrocarbon, 
usually ligroin or benzene, and a current passed. This causes a small arc to play 
across the gap between the leading-in wires and filament, which decomposes the 
hydrocarbon and forms a compact deposit of carbon around the joint. • The filament 
and its holder is now ready for sealing into its bulb, this operation being now 
usually done by machinery in most modern works. The lamp is now ready for 
exhausting, or “ pumping,” as it is called in the works. This operation is some¬ 
times carried out in two stages, the bulk of the air being removed by means of a 
pump, and the evacuation completed by means of a Sprengel or similar type of pump. 



Fig. 3.—Squirting Carbon Filaments. 


The Oegree of evacuation which is claimed for several modern types of pump is shown in 
the following table :— 

Table XIX. 


I’ump. 

j i ressure jci 
j in Hull). 


Mm. 

Geisler - • - • 

• 1 0.0085 

; Sprengel (five tubes) 

• I 0.000006 

i (Jeryk (nil pump) - 

0.0002 

Tbpler {new tyjW) • 

- 1 0.00009 


Carbon filament lamps arc usually evacuated so as to leave a pressure of about 
0.005 the bulb, and when the process is finished, the glass stem is 

melted and the tube sealed off close to the bulb. It next has its candle power 
tested photometrically, using electric lamp standards with the Lummer-Brodhun 
disc, and is then ready for fixing into its metal socket, which is done by means of 
a special paste composition consisting largely of plaster of Paris, together with a 
small quantity of gum. A small spot of solder on each of the terminals completes 
the lamp. The above is a very brief outline of the general method of manufacture 
employed: for full details the literature mentioned above should be consulted. 

In most modern works, the whole of the above series of operations, with one 
or two exceptions, is carried out by machinery. 

Carbon Filaments. —In the earlier types of lamp these were made of 
carbonised bamboo or cotton fibre, but at the present day they are made almost 
entirely from cotton wool, which is dissolved in a strong solution of zinc chloride 
to give a thick syrupy liquid. This dark greenish solution is squirted, by pressure, 
through various-sized nozzles which are immersed in jars of methylated spirit. As 
VOL. It.— 23 
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the solution is forced from the jet, the cellulose is precipitated by the methylated 
spirit, and so forms a continuous filament. This operation is shown in Fig. 3. 

'I'hc gelatinous filaments, thus produced, are removed from the solution and 
air-dried on frames. When dry, the filaments, which now resemble cat-gut, after 
being examined for defects, arc passed repeatedly through drawplates until they 
are reduced to the requisite standard diameter. The filaments are next wound 
on porcelain or metal frames, which have the same shape as it is desired to give 
to the finished filament, immersed in graphite contained in crucibles, and raised to 
about 2,000° C. This latter process, which is known as “ metallising,” is sometimes 
repeated after the filament has been “flashed.” By this means a filament of 
pure carbon of the desired shape is obtained, and after being carefully sorted, the 
selected filaments are submitted to the jirocess of “ flashing.” This consists in 



Fig. 4.—“ Flashing” Room at Messrs Edison & Swan's Works. 


electrically heating the filament to bright redness in a glass jar, having in it 
an atmosphere of a volatile hydrocarbon, such as ligroin or benzene, until it has 
attained a certain resistance, when the heating current is automatically cut off. 
The operation is usually conducted by considerably reducing the pressure of air 
within the jar and then admitting a definite volume of the hydrocarbon vapour. 
If the latter were used at atmospheric pressure, the deposition of carbon would be 
rapid, and an insufficiently dense layer would result. It is usual to employ a 
current about twice as great as that which will be used in the finished lamp. 
This proce.ss effects several improvements in the filaments, amongst which may 
be mentioned—(i) Carbon is deposited on the filament in a hard, lustrous condition, 
an'd in this form has a high light emissive power. (2) Any small inequalities in the 
thickness of the filament are levelled up, because the carbon is deposited least on 
those parts of the filament which have the least resistance, i.e., those which are 
thickest. •'Fhe flasWng room at Messrs Edison & Swan’s works is shown in Fig. 4. 
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The filaments are next graded according to their diameter and resistance, and 
are then ready for attaching to the leading-in wires by one of the processes which 
have been already described (p. 352). 

Metallic Filament Lamps 

There are probably few articles in commerce whose introduction created such 
w’idespread interest and demand as the metal filament electric glow lam)). 

Briefly summarised, tlie tiansition from the carlion filament to the present-day metal filament 
lamp was as follows :—The carbon hkment lamp witli an efficiency of 3 watts per candle |M)wer 
was succeeded in turn by the “metallised’* carbon filament having an efficiency of 2.5 watts, the 
tantalum with 1.7 watts, squirted tungsten requiring 1.25 watts, and the ductile or drawn tungsten 
lamp consuming i watt per candle power. More recently, however, tlie nitrogen-filled drawn 
tungsten lamp has been introduced, and has an efficiency of 0.5 watt per candle p<»wer (see p. 364). 

The carlwn filament lamp, in its many forms, had reigned unchallenged for many years when 
the first metallic filament lamp was made by Welsbach in 1898, as the outcome of his investigations 
on the use of metals having a high melting point as incandescent electric illuminants. It is rather 
interesting lo note that the man who, by his invention of the incandescent mantle, put coal-gas 
lighting oil a competitive liasis with electricity, should indicate the line-, of development for the 
electric glow lamp, so that it might equal incandescent gas lighting in efficiency. The changes 
during tlie past ten years in the method of manufacture of metal filament electric lamps have been 
many and varied, and it is not jiossible to give here a full account of these. The following 
summary is, therefore, only intended to indicate briefly the more important stages through which 
the metal filament has passed in order lo attain its present degree of efficiency. 

In order that a metal may he suitable for use as a filament for incandescent 
electric lamps, it is essential that it should have a high melting point, be fairly 
ductile, and ])ossess a low vapour tension under working conditions, whilst its 
radiation must bi- highly selective. It has been shown by C. W. A\aidner and 
( 1 . K. Hurg(*ss {U.S, Bureau Siandards^ 1907,2, 319) that the light emitted by 
an iitcandest'cnt metal varies as the twelfth power of the temperature, whilst the 
energy required varies as the fifth jiower of tlie temperature. It is seen, therefore, 
that a small imTeas(‘ in the working temperature of the filament is of ('onsiderable 
advanUige. 

Tlie melting {Kiints of some of the metals winch have licen suggested or used as filaments are 
shown in tlie follow'ing table :— 

Tantalum • - - 2,910° C. ' Molybdenum - • 2.450“ C. 

Thorium • - over 1,700° C. Zirconium • alxmt 1,300*’C. 

Tungsten • - - 3,080'’C. Titanium- - t«795"C. 

Amongst the advantages possessed by metal filaments over those of carbon is 
that, being good conductors of electricity, their resistance increases with temperature, 
whereas with carbon filaments increase of temperature causes a decrease of 
resistance, as the substance is a poor conductor of electricity. For this reason, 
fluctuations in voltage cause smaller alterations in the intensity of the light given 
by a metal filament than would be the case if a carbon filament were employed. 

The first metal filament lamp constructed on modern lines was one introduced 
by Welsbach in 1898, the filament of which was composed of metallic OSmium, one 
of the platinum group of metals (English Patent, 7,210, igoo). 

This lamp had many disadvantages liesides the high price of the metal, which was at that time 
about j^ioo per lb. The lamps had to be turned in a vertical position, otherwise the filaments 
sa^ed and broke, and they could not withstand sliock. Low voltage lamps only could be 
produced, and therefore on the ordinary circuit several lamjis had lo be run in series. The filaments 
were first made by heating a platinum wire in an atmosphere containing a volatile osmium com¬ 
pound. This caused the deposition of metallic osmium on the wire from which the platinum W'as 
subsequently volatilised by increasing the temj>eralure. At a later dale, filaments weie also made 
by the “squirting” process, and a lamp having a filament of metallic osmium was on the market, 
for a short time, under the name of the “Osmi” lamp. The physical propt'rlics of the earlier 
types of osmium filament lamps have lieen descrilied by F. (». Bailey {Ehr/n\/au, 1904, $ 2 , 646). 
The patent literature indicates that the idea of using osmium as a filament has not l)een entirely 
abandoned (see United Stales Patents, 1,090,111, 1,109,886, of 1914). 

After Welsbach had thus indicated the direction in which improved efficiency 
of the incandescent electric lamp was to be sought, there were numcrou.s attempts 
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to utilise, as filaments, other metals of the platinum group, either alone or alloyed 
with base metals in order to reduce the tendency towards volatilisation. After 
numerous trials, however, the metals found to be most suitable were tantalum and 
tungsten, neither of which is a member of the platinum group. At the outset, 
considerable difficulty was experienced in producing filaments of sufficient strength 
and thinness, and it was soon realised that the filament drawn from a rod of ductile 

metal had many advantages over one 
made by the squirting proce.ss, as 
then used (see pp. 353 and 358). 

The Tantalum Lamp.— The 

first lamp placed on the market 
having a filament of drawn wire was 
the tantalum lamp, which was intro¬ 
duced in 1903 by the Siemens & 
Halske A.G. of Charlottenberg, 
(iermany. The earlier tantalum 
lamps had filaments varying in 
diameter up to 0.28 mm., but with 
the improvement in the method of 
making the metal more ductile, it 
was found po.ssible to make wire 
having a diameter of less than 0.02 
Fio. s- Kic. 6. . -Melhod i)f Arranging mm. This improvement irermitted 

“.Spider." Continuous filament on “Spiiler. " (,f the production of lamps suitable 

for use on a currctit of any voltage 
commonly employed, but led to a difficulty in ticcommodating a long length of 
wire within a bulb of such a size as would be jwacticable to use. As tantalum 
has a much lower specific resistance than carbon, tantalum filaments have to be 
two and a half times the length and one quarter the diameter of carbon filaments 
for equal vcltage and candle power. Thu.s, a tantalum filament for a no volt, 25 
candle power lamp is 645 mm. long and 0.047 mm. in diameter, whilst a carbon 
filament for a lamp of similar voltage and candle power would be about 250 mm. 




Fig. 7.—Variation of Luminosity of the Tantalum Lamp. 


long and 0.18 mm. in diameter. The fact that the working temperature of the 
tantalum filament was very near to its softening point precluded the use of the 
double loop .sometimes employed in carbon filament lamps, but this difficulty was 
surmounted by the invention of the “Spider” shown in Fig. 5 (German Patent, 
iS 3»3®8). The method of arranging the filament in zigzag fa.shion on the spider, as 
shown in Fig. 6, permits of the lamp being burned in any position. 

■ Tantalum lamps have an initial efficiency of about 1.5 watts per (Hefner) candle 
power, the light intensity increasing slightly during the first fifty hours of use, and 
theij decreasing slowfy (see Fig. 7). The consumption of current per candle power 
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slowly increases with the time that the lamp has been in use (sec Fig. 8). The 
light intensity of the tantalum lamp varies by about 4 per cent, for each i per cent. 



Fui. 8.—Variation in Consumption of Current of Tantalum Lamp. 

difference in voltage at the lamp terminals. The varititions in candle power caused 
by alterations in the voltage are shown in the following table:— 


Taulk XX. 


Variation in Presume. 
i‘er Cent. 


Candle Power. 

j Average | 
Candle Power 
. as Per Cent. ' 

1 of Normal. 1 

Watts per 
Hefner* 
Candle Power 


f-20 

3-9 

63 

1 

9.9 

12.6 

19.7 

39-4 1 

2.60 

Below normal - • ■ 

-15 

-to 

5 - 0 

6 - 5 

8 0 
10.3 

i 2.5 

16.1 

16.0 

20.6 

25.0 

32.2. 

50.0 

64-5 

2.25 

1-95 


1 - 5 

8.1 

13.0 

20.3 

26.0 

40 5 

81.0 

1.70 


ft- 5 

12.2 

19-5 


39-0 

60.9 

I2I.9 

I- 3 S 

Above normal- 

-1-10 
+ 15 

14-7 

17-5 

23.6 

28.1 

36.8 

43-8 

47.2 

56.2 

73-6 
87.7 

147.2 

I 75 -S 

1.20 

I.IO 


1 -1- 20 

20.7 

33-2 

SI.8 

6 b .4 

103.8 

207-5 

1.00 

Normal pressure 

10 

t6 

25 

32 

50 

100 

1.50 


The initial increase in the light intensity may be due to a structural change in 
the filament, which causes a decrease in its resistance. When examined under 
the microscope, a tantalum filament, which has been burnt for some time ori a 
direct current circuit, shows a tendency to contract into drops (see Fig. 9). The 
alternating current, under similar circumstances, cau.ses a disconnected appearance 
in the filament (see Fig. 10). As would be expected from these observations, 
tantalum lamps when used on alternating current circuits have a somewhat shorter 
life than when a direct current is employed. 

The tantalum lamp met with great success during its early days, about 103 million lamps being 
sold during the years 19050911. 

The Tungsten Lamp. —The drawn wire tantalum lamp was followed by 
numerous patents for utilising metallic tungsten as a filament. Owing to the 
hardness and brittle character of the metallic tungsten at that time produced, 
the process of making filaments by drawing the mr'al, in the same w'ay as tantalum 
was drawn, could not be employed. The filaments, therefore, had to be produced 


* The Hefner candle power is equal to about 0.9 British standard candle. 
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by a “squirting” process, similar to that employed in the manufacture of carbon 
filaments, or by producing a coating of tungsten on a core of carbon or other 
refractory substgnce. 

The many processes which have been employed up to the present day may 
be roughly classified into those involving—(i) Substitution. (2) Amalgamation. 
(3) Scjuirting a paste containing tungsten powder. {4) Squirting colloidhl tungsten. 
(5) Drawn wire. (6) .Mloy processes. 

In the first-mentioned method, which is covered by French Patent, 347,661, of 
1904; English Patent, 11,949, ‘’i >905; German Patent, 184,379, of 1905, metallic 
tungsten |x)wder is mixed with an organic binding material, such as gum, and 
squirted into filaments. The carbon is eliminated by placing the filaments in an 
atmosphere containing a volatile compound of tungsten, such aS the o.xychloride, 
and a small quantity of hydrogen. When the filament is heated to redness by the 
passage of an electric current, tungsten is substituted for carbon. 

A typical example of the second class of [irocess is one jxilented by the General 
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Kifi. 9.—Tanlalum Filament 
. (<z) before and {b) after Use 
on Direct Current Circuit. 



Fit;. 10.—Tantalum Filament 
after Use on Alternating 
Cunent Circuit. 


Electric Company of the United States. The method consists in mixing metallic 
tungsten powder with an amalgam containing equal amounts of cadmium and 
mercury, and squirting the mixture through a die in the usual way. The cadmium 
and mercury in the filament, thus produced, arc subsequently volatilised by heat, 
and the filament remaining has the u.sual brittleness, but it is claimed that after 
moderate heating it becomes pliable and can be bent to any desired shape (see 
English Patents, 18,745 and 18,748, of 1906, and 5,576, of 1907). 

In the third type of proce.ss, as in the other classes, numerous modifications 
have been employed. 'I’hus the binder may be one which, on heating^ leaves 
a carbonaceous residue, e.g., gum, sugar, gelatine, or nitro-cellulose dissolved in 
*myl acetate. On the other hand, it may consist of some substance which, although 
acting as a binding agent at ordinary temperatures, is volatilised, on heating, without 
carbonising. Examples of this class of binder are paraffin wax, camphor, and.pinene 
hydrochloride. Binders of this class are employed in the paste process patented 
by Just, !n which filaments are made by mixing a noncarbonising binding agent 
with a compound df tungsten which is reducible by hydrogen. After pressing and 
dljjlBg, the filaments are reduced in hydrogen at such a temperature that the 
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binder is volatilised. The process avoids the difficulty experienced in completely 
removing the carbon which is deposited when the other class of binder is used. 

In certain processes, e.g., French Patent, 357,842, of 1905; German Patent, 
182,683, of 19051 finely powdered metallic tungsten is mixed With an organic 
binding material and the paste squirted into threads, which, after drying in a non¬ 
oxidising almosphere, arc ignited by passing an electric current through them in 
an atmosphere of a reducing gas consisting chiefly of hydrogen. 

The use of tungstic oxide in squirted filaments is covered by English Patent, 
18,814, of 1905, and French Patent, 357,868, of 1905. 

Tungstic oxide for the production of squirted filaments can be prepared, in 
a suitable condition, by boiling hydrated tungstic oxide with ammonia until 
crystallisation occurs. ’J'he crystals arc removed, heated to 250” C. for some time, 
and the residue boiled with water until it changes to a viscous plastic mass, which 
is then ready for s(|uirting into filaments (French Patent, 379,069, of 1907). 
According to some authorities, the violet oxide of tungsten (W^Oj) or the brown 
oxide (WOo) arc more suitable for the manufacture of filaments, as they conduct 
electricity belter at ordinary temperatures than does the yellow oxide (\\’03). 

According to English Patent, 14,850, of 1908, plastic tungstic acid, suitable for 
the preparation of filaments, can be made by treating the 
hydrated oxide with ammonia at -20° C. 

Colloidal Tungsten Filaments.— One of the most 
successful of the squirting paste processes is that in whicli 
colloidal tungsten is enqiloyed. The feature of the process 
is that, owing to the plastic and coherent nature of the 
material, no binding material is required; a much stronger 
filament being thus produced, and tile difficulty of removing 
the carbon from the filament is avoided. 

The u^e of many colloidal metals for the production of lamp filaments 
is covered by English l*alenl, 28,154, of 1904, with numerous additions 
granted to Dr Kurd. The mclais mentioned in the master patent iie 
elude tung.slen, tnanium, nioblKlentim, vanadium, tantalum, nickel, 
titanium, thorium, r.irconium. platinum, osmium, iridium, and silicon. 

Colloidal tungsten may be prejiared by allowing an 
electric arc to play between roughened electrodes of tungsten 
under water, or by the methods of Wedekind or Wright. 

The finely divided colloidal tungsten can be separated from 
the water by slow evaporation, and the plastic mass, thus obtained, is squirted into 
filaments. At ordinary temperatures the filaments, thus obtained, do not conduct 
electricity at low voltages, but when heated to 60° C. they conduct sufficiently well 
to enable the final drying and .sintering of the filament to be carried out. The 
preliminary heating to 60 C. can be dispensed with if a current of 400-1,000 
volts be used for performing the operation (Engli.sh Patent, 12,968, of 1908). In 
order to avoid small cavities in the filament, the heating is carried out in a 
non-oxidising atmosphere, the pressure of which is reduced to at least 150 mm., 
and preferably to 40 mm. During the_ operation a continuous current of ga.s, con¬ 
sisting of about So per cent, nitrogen and 20 per cent, hydrogen, is [rassed through 
the apparatus. As the temperature is gradually increased the tungsten returns to 
its massive state, and the filament decreases considerably in size and resistance. 

Colloidal tungsten filaments have been produced in large quantities, but the process is now 
replaced, at one large works at least, by a process in which colloidal tungsten is used ti^ether 
with certain of the rare earth metals (see “ Tungsten Alloy Filaments,” p. 362). 

Drawn Wire Tungsten Filaments.— The manufacture of drawn filaments 
from metallic tantalum has already been mentioned on p. 339. The production of 
drawn tungsten filaments was rendered possible by the discovery of a method 
of producing ductile tungsten introduced by the General Electric Company of the 
United States. The general principles involved in the method have been already 
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described on p. 348; the actual details of the various operations are not disclosed 
by those working the patents. The following description, from La Technique 
Mederne, ryi4, 6, 193, through the Electrical Review, 1914, 74 > S 93 > gives an 
account of the essential details of the process. 

Pure metallic tungsten is very fragile at forging temperature, but at a white 
heat it can be hammered, rolled, or drawn, and so be rendered m^eable. In 
order to obtain the metal in this condition, it must be free from oxide, iron, nickel, 
and conmin only traces of sulphur, phosphorus, antimony, arsenic, selenium, or 
tellurium, whilst the carbon content must not exceed 0.05 per cent. The heating 
must be performed very gradually, and it is necessary to protect the metal from 
contact with air during the various stages of its manufacture. The operations may 
be roughly divided into six sections. 

t. The J’roductioH of Pure Metallic Tungsten. —This is effected by heating 
pure tungstic oxide, prepared by one of the methods already described (see p. 346), 
in a current of pure hydrogen at a temperature of about 
1,000° C. 

2. Agglomeration of the Tungsten Powder into Bars .— 
This is effected by means of a hydraulic press, exerting a 
pressure of about 5,000 kilos per st|uare centimetre (see Fig. 
n). The bars, which arc about 130 mm. Ipng and 4 mm. 
thick, are exceedingly fragile, and their formation recjuircs con¬ 
siderable skill. The powder used in this process should be 
of medium fineness; if it is too fine or too coarse, the bars 
readily crumble after compression. 

3. Consolidation of the Compressed Bars. —The bar, a.s it 
leaves the hydraulic press, is very fragile, and will break if laid 
on an uneven surface. It is given the desired firmness by 
heating for about one hour in a current of' hydrogen in a 
tubular furnace, the temperature being slowly increased to 
full redness. The temperature is then very slowly raised to 
slightly above 1,000” C. 

4. The Burning of the Bars. —The burning process is 
intended to create an intimate union between the minute 
crystals of tungsten, of which the bar is now composed. 
'I’he operation must be carried out slowly and cautiously, as 
the quality of the filaments depends largely upon the success 
of this ojreration. The bars are heated to a temperature of 
about 2,850° C. (near the melting point of tungsten) in a 

„ special furnace shown in Fig. 12. 

lie. 12.—Electric ° 

1 < urnace. The casing of the furnace, which is of cast iron coated inside with 

graphite, is provided with small lubes I and m for the admission and 
discharge of hydrogen. The wall a of the furnace is removable, and is 
normally attached with screws and wing nuts. The opposite wall has two windows b and e, 
which permit the operation to be watched. The copper electrodes rf and e are water cooled, the 
lower one being fixed whilst the upper one is suspended by a counterpoise and carries a bell 0, 
which is immersed in a cylinder k filled with mercury. The bar to be treated is attached to the 
electrodes by spring grips, the lurnace closed, filled with hydrogen and, as soon as all oxygen is 
removed, the heating current is turned on. The contraction of the liar during this heating amounts 
to about 14 pet cent. In order to obtain a temperature of 2,650° C. a current of about 53 amperes 
per square millimetre is required for bats' having a cross-sectional area of 16-20 sq. mm., whilst 
57 amperes are requited for a temperature of 2,730° C. with bars of similar siae. 

5. Working the Bars by Hammering and Rolling. —The sintered bars, as 
dbtained by the last process, are still brittle enough to break if dropped from a 
height of 30-40 cin., and now require to be worked at a temperature of 
,i,2oo°-i,3oo° C., btat as they oxidise very rapidly in air at this temperature, 
it is necessary to carry out the hammering or rolling, as far as it is possible, in 
a current of hydrqgen. The machine used for this purpose is illustrated in-. 
Pi^. 13, 14, and 15. , , ’ 
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The dies i have on their interior surface a tapering groove of the same sire as the Utr; they are 
ounted with the hammer <• in a recess in the hollow sliafi a. The hammers, which have rounded 
eternal ends, are carried by the rotation of the shaft in front of the rollers r, which are arranged 
a ring. The rapid revolution of the shaft causes the hammers to he driven outwards by centrifirgal 
rce, but they are thrown inwards as they come into contact with each roller and transmit the 
ows to the dies. When the shaft is rotating at about 400 revs, per minute, the hammers give 



l-ir,. 13.—Section rii;. 14.—View with I'li.. I 5 .-- 0 )mplete 

on A.H. Cover Removed. Machine. 


tout 4.000 blows per minute, and these are distributed regul.iily over the surface of the bar. The 
tter, aflei being heated to 1,300' C. in an atmosphere of hytirogen, is rpiickly thrust into the 
achine, whilst .t ctuitinuous supply of hytirogen is led in at d in order to prevent osidation of 
e metiti during the h.immcring. The diameter of the bar e.tn be reituced about 4 per t ent, at each 
eatment in the machine, so that in older to obtain a wire I mm. in tliameler from .1 Isir 6 mm. 
uarc about fifty treatments ate necessary. Every third lime that the bar p.asses thiotigh the 
achine the dies are replaced by others havig an smaller diameter. When the wire has been 
duced to a diameter of 0.75 mm. the metal 
IS become so ductile that it can be bent and 
orked at ordinary temperatures. 

6. Drawing the Bars into I Tire .— 

Ithough the drawing might be ])er- 
irmed at wrdinary teniiieratures, the 
peration is considerably facilitated by 
sating the drawjrlate, the arrangement 
sed being shown in Fig. 16. 

The drawplate a consists of a cylindrical 
ock in which the diamond is fixed in the usual 
ay. Lighting gas is brought by the pijre c 
a burner e, which is arranged so as to direct 
. flames upon the periphery of the plate, 
efore entering the die, the wire passes through 

cylindrical tube, which is also heated. The draw tongs d are similar to -those usually em- 
oyed in the drawing of steel wire. • 

The drawplate is lubricated with a mixture of deflocculated graphite and water. 
1 order to point the ends of the wires, so as to enable them to enter the die, they 
re either plunged into melted potassium nitrate or, if they are already thin, they are 
nmersed in a solution of potassium cyanide and made the anodes of an electric 
rcuit. The successive dies employed differ very little in diameter, thu.s, starting 
ith a wire, 0.65 mm. diameter, they decrease by about 0,0125 ^ 

.35 mm., and from this size to 0.1 mm. the interval is 0.0065 Fro™ 

,075 mm. it is 0.03 mm. From 0.075-0.0375 mm. 't is 0.0025 ™™-i finally 
bm 0.0375-0.025 mm., and below it becomes 0.00125 ™™- Thus about loo 
ies are necessary. During the reducing of the wire from 0.65-0.45 mm. the 
imperature is maintained at 6oo°-65o“ C., whilst from 0.45-0.25 mm. it is 
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500° C., whilst for smaller diameters a temperature of about 400° C. is used. 
The wire thus obtained is coloured blue-black by graphite and a small amount of 
oxide, and ij cleaned by being electrically heated to a dull red whilst passing it 
through a glass tube containing hydrogen. 

According to English Patent, 21,513, °f ■ 90 t>i die tungsten wire, during the drawing operations, 
may be protected from oxiilalion by having a coating of some ductile metal such as gold, silver, 
or copper deiiosited on it. 

At the present time, numerous firms are making lamps having filaments of drawn 
tungsten made under licence from the patentees. As would be expected, tbe 
drawn tungsten filament has proved coasiderably stronger iti use than tho.se made 
by squirting a jtaste consisting of a tungsten powder and a binder, and they have 
also the advantage of simplifying the manufacture of the lamp, as no joining of 
short lengths of filament is ncce.ssary. 

With pure tungsten filaments, no matter by what pntcess they are made, a very 
serious defect ofteti manifests itself itfter they have been in use for a short time. 
This defect is crystallisation, which is the result of the tungsten reverting to its original 
hard, brittle condition, and shows itself by irregular thickenings of the filament. 




Fig. 17.—Stpiirted Tungsten-Thorium Fila- Fig. 18.—Squirted Tungsten Filament after 

menl after 1,000 Hours on Alternating 1,000 Hours on Alternating Current. 

Current. 


According to A. Lcderer (Elrt. /ami., 1913, 10, I175I, these thickenings occur in a 
longitudinal direction when a direct current is us^, but if an alternating current is employed, 
a sort of sliding motion occurs between adjacent portions of the filament, which eventually results 
in fracture. Crystallisation of the filament and subsequent volatilisation is also stated to be rine 
of the most important causes of the blackening of the bulb, which often occurs after the lamp has 
been in use for some little time. • 


These defects can be obviated, to a large extent, by using, in place of tungsten, 
an alloy of this metal with certain of the rare earth metals (see below). 

Tungsten Alloy Filaments. —liumerous processes have been patented in 
which alloys of tungsten have been suggested for use at some stage in the 
manufacture of the filaments. 

The processes may be roughly divided into two classes 

1. Those in which the finished filament consists of tungsten alloyed with 

some other metal. 

2. Those in which an alloy of tungsten is produced at a certain stage in 

the maiififacture, but the finished filament consists only of pure tungsten. 

At the present time, the only process belonging to the first group which calls 
for notice is tliat in which an alloy of tungsten and thorium is used. The process, 
u,hich is covered by Austrian Patent, No. 41.247, of 1006. consists in nroducintf 
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a filament composed of tungsten alloyed with thorium and other rare earth metals. 
The filament, thus pVoduced, is stated to be very ductile, even in the cold, and to 
remain in this condition after being in use for a considerable time. 

Micro-photographs of two types of tungsten filaments are shown in Figs. 17 and 
18, and illustrate the difference in the appearance of the ordinary squirted tungsten 
filaments and those of tungsten-thorium alloy after both have been used for a 
considerable time. 

In this country, the process is being worked by the IJrimsdown Lamp Company, wlio make the 
filament by mixing colloidal tungsten (see p. 359) with certain percentages of llionum ami Other 
rare earth metals. The thorium must he in such a coiuluion as not to pnnnotc crystallisation of 
the colloidal tungsten. 

Several modifications of the thorium-tungsten alloy process have beem patented. 

Thus, according to h rench Patent, 447,584, finely divided metallic tungsten is mixed svilh ahoul 
7 per cent, of thorium tungstate and an organic binding material and filaments are made by the 
usual s(]uirUng process. These are rciluced at u temperature near the melting point of tb<»rium. 
According to Knghsh I*aienls, 5,026 and 8,758, of 1912, tungstic oxide is mixed with 1*4 per cent, 
of thoria and conipie.sscd into lods, which are then reduced in hydrogen at a low led heat. 

Thorium and other rare earth metals can he obtained in a colloidal con¬ 
dition by the [)roeess which has been described by Dr Ku/xd. The metal, in an 
extremely finely divided eondititm, is treated alternately with dilute solutions of 
certain acid and neutral reagents. 

Thus, 10 kiU>s of the metal arc heated for twenty-four to forty-eight hours wuli 75 kihisof 
15 per cent, hydrocliloric acid, well agitated, decanleil, washed with distilled water, until soitie 
colloidal metal begins to pass into the filtrate. The material is next Ire.ited for ahemt twenty-four 
hours with 75 kilos of a I per rent, .solution ol potassium cyanide, wusheil with dislilled water, and 
healed with 75 kilos <if a 1 percent, solution of feirous sulphate. After well washing to remove iron 
salts, the residue is tiealed with a solution of a basic substance, sucli as a 2 per cent, alcoholic 
solution of mon<uneth}lamine i»r a 0.5 ))er cent, solution of sodium hydroxide. After repealing the 
pnjcess several limes, the metal will pass almost completely into solution in dislilled walei. 

Processes for obtaining colloidal tungsten are described by Muller, Zeits. 
Chm. Ind. Kolhidc, 1911, 8, 93, and also by W'ohlcr and Engels, ZcHs. Ekktroihcm., 
1910, 16, 693. 

'Pile second typi^ of alloy process is one in which the tungsten is alloyed with 
another metal in order to facilitate drawing, but the finished filament consists only 
of tungsten. A process of this class was successfully employed for some time 
by Messrs Siemens Bros., of London. . 

Nickel tungstate is lutxetl witli tuiigstie iicki, nr stiiiilar plastie tungsten comptiund, tn such 
pr<i|x)rtion that the allny produced on heating to 1,650" C. in hydrogen contains tihout 12 per cent, 
of nickel. (At a later dale this quantity was reduced to 2 per cent.) The idloy, thus produced, 
is stated to la* very tluclile, and may Ite drawn into wire or rolled. After making the alloy into 
filament.s Ity drawing, the nickel is exjtelled hy heating /» vaeno. This process has now been 
discontinued, as considerable blackening of llie bulb took place after the iainps had been in use 
for some lime. 

Another method of producing this alloy was to mix the finely divided metal.x in the coriert 
proportions, compress in rods, and lieal these at the melting |KmU of nickel in an atmosphere 
of hydrogen. 

A machine suitable for making filaments from plastic material, such as tungsten 
powder mixed with a binder or the colloidal metal, is described in English Fatcnt, 
11,252, of 1912. 

The machine compri.ses a rotating horizontal disc, having projecting studs on its outer edge. 
These studs intersect a filament as it leaves a fixed squirting orifice, so that the filament forms 
loops hanging down between the studs. These loops are carried round hy the disc until they come 
opposite to a pair of burners which heat the two branches of the hnip simultaneously at points near 
the studs, so as to .sever the loop from the continuous filament. At this instant a rod is thrown 
forward l^neath the loop so as t(.> invert it as it drops, and g^ide it on to its support. This support 
may be a conductor, and can be heated so that the loops hanging on it will take its 
studs i^s a brusl) licforc they again reach the squirting nozzle, so that the short pieces of filament 
remaining on them are removed. 
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It is very essential that all the small loops which go to make up a discontinuous 
filament, i.e., one which is not made from one piece of wirfc, should be of the 
same cross-sectional area and resistance, otherwise the life of the lamp will suffer. 
In some works it is customary to actually weigh each section of filament on an 
extremely sensitive balance. In the case of a lamj) having a filament of drawn wire, 
it is very essential that this should be of uniform diameter. 

As many of the details in connection with the finishing and mounting of the 
metallic filaments are trade secrets they cannot be given here, but the following is 
a brief general account of certain portions of the process. 

The central “spider” upon which the filament is to be wound is produced by 
moulding a glass rod to the desired shiipe, and then fixing the suijporting metal 
hooks by hand. It is usual to make the up])er and lower series of hooks of 
different metals, that used for the upper series being selected for its rigidity, whilst 
a more elastic material is used for the lower series. A very freipient arrangement 
is to make the up])cr row of fairly stout nickel wire, whilst the lower supports are 
made of molybdenum or an alloy of nickel with tungsten or molybdenum. This 
arrangement gives a fairly wide range of elasticity, and thus allows for the exiransion 
and contraction of the filament which occurs in use. In some cases the necessary 
elasticity is attained by the use of thin copirer wire coiled in helical form in place 
of the lower series of hooks. The actual sha])es of the hooks u.sed exhibit wide 
variations; thus, if continuous filaments are used, the support consists of a straight 
wire with a small terminal hook or loop; but if a discontinuous filament be 
employed, the individual loops require to be sejmrately fixed to the wires of the 
“ spider,” and this has to be done either by using a tungsten solder or by employing 
a “ pinched ” joint. 

The filament is usually wound very loosely on to the “spider,” in order to 
allow for the permanent contraction which occurs when a current is passed through 
the wire; and a current is then sent through it for a few seconds in order to test the 
work. 

The connection between the Icading-in wires and the metal filament is made in 
three sections, as mentioned under carbon filament lamps (see p. 352). 

The filament and spider is sealed into the bulb in the usual manner, but in 
order to remove from the latter all traces of moisture, which is stated to be one of 
the causes of blackening, a small quantity of some phosphorus com]K)und is painted 
upon the stem. For this purpose a solution of red phosphorus in •alcohol and 
ether is often employed. Owing to the high temperature emplojed in the final 
evacuation, the phosphorus is completely volatilised. The removal of the air from 
metallic filament lamps requires to be more thoroughly carried out than is 
necessary in the case of those having carbon filaments, and is tisually performed 
by means of one of the modem types of pump mentioned on p. 353. 

In some works it is customary to perform the final evacuation of the lamps at 
a temperature of 20o”-3oo° C. The evacuated lamp is affixed to its metal socket, 
and tested in the same way as has been described already for the carbon filament 
lamp (see p. jsg). 

The last three stages in the manufacture of a metal filament lamp are shown in 
Fig. 19, B, c, and n). 

Nitrogen-filled Lamps.— During the past two years an interesting develop¬ 
ment has taken place in the manufacture of high efficiency electrical illuminants, 
by the introduction of a glow lamp having a tungsten filament not enclosed in an 
evacuated globe, but in one which contains a quantity of an inert gas, the pressure 
of which at working temperatures is about equal to that of the atmosphere. 

The invention appears to have been at first announced in a paper by 
I. 'Langmuir and J.. A. Orange (Froc. Amer. Inst. Elec. Eng., 1913, p. ipisV 
These workers, wlulst investigating the tauses of the blackening of metidliCi 
filament lamps, found that this defect, which is largely due to volatilisation of this ’ 
filament, was' consiiJerably minimised by introducing an inert gas into the . 
The gas found to be moat, suitable was nitrogen, as the loss of heat by convection ' 
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ifas considerably less than when hydrogen was used. It was also found that the 
OSS of efficiency of'a tungsten filament in an atmosphere of an inert gas near 
itmospheric pressure was. greater for wires of small diameter (0.002 in.) than for 
arger wires (over 0.005 in.), hence the finer wires require to be coiled into a tightly 
vound helix, or otherwi.se concentrated into a small space. A filament woupd 
n such a manner and mounted on its “spider” is shown in a. Fig. 19, It may be 
tere mentioned that the helical filament is also coming into use for the evacuated 
ype of lamp when required to give most of its light in the horizontal plane. 

It was found that lamps made in this manner had an efficiency much greater 
ban those of the usual evacuated type. Nitrogen-filled lamps are now being 
rroduced by several makers, and may be roughly classified into—(1) l.arge unit 
amps consuming 0.4-0.5 watt per candle power, and having a life of at least 
t,5oo hours. 'I'hese lamps take a <'urrent of 20-30 amperes, and hence must 
je run on a low voltage circuit. (2) Small unit lamps taking currents of about 
10 amperes at voltages as low as 4 or 5. Their specific power consumption with 
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Fl('„ 19.—Stages in the Manufacture of a Metallic Filament Lamp. 

\ life of 1,000 hours varies from 0.6-1.o watt per candle power. (3) I.iirge 
init lamps of several thousand candle power, run on standard lighting circuits of 
110 volts, consuming 0.5 watt or less, per candle power. The maximum efficiency. 
It present, can only be attained with lamps taking large currents. The light given 
Dy the nitrogen-filled tungsten lamp is of 4 very penetrating character, and more 
idapted for replacing arc lighting than for the illumination of small interiors. A 
iescription of the “Nitra” tamp, one of the best known of this class, is given in 
Helios, 1913, 19, 316. 

A method for the analysis of metallic filaments, which permits of individual 
iiaments being examined, has been described by C. llaskerville {Trans. Nesv York 
Electrical Soc., 1912, No. i). 

Cost of Production of Metal Filament Lamps.— The profits on the manufacture of metal 
Uament glow lamps are stated to be very small at the present time. The following figures, which 
ure actum works costs, and show the outlay required for material and labour for the production 
if the individual parts of the lamps and the finished article, are from an account by H. T. Erb 
'Electrical Review, 1913, 73, 938). 

The lamp under consideration is a 220 volt, 25 watt metal filament. 
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'I'ahle XA’I. 


Cost per i,ooo Lamps * 



Materials. 

W^es. 

Breakages. 


Shillings. 

Shillings. 

Shillings. 

Hulb. 

37 '1 

4-5 

0.63 

(-rown. 

4-9 

1.52 

0.32 

Elect renies .... 

28.0 

2.25 

0.29 

Stem. 

41-3 

7.2 

C.49 

Star. 

26.3 

> 3 - 1.5 


Attachment • . - . 

'330 

32.10 

5-04 

Melting-on - . - . 

37-1 

9-7 

15.85 

Pumping .... 


11.8 

18.7 

Flashing .... 

0.6 

1.96 

4.70 

Adjustmunl and completion • 

21.8 

9-35 

6.90 


261.0 

85.0 

53.0 


III the above table no allowance is made f(»r the cost of gas, electric current, standing charges, 
and unproductive labour. 

The Efficiency of Metallic Filament Lamps.— It is frequently stated 
that the drawn wire tungsten filament lamp has an efficiency of i watt per Unglish 
candle itower, with an average useful life of at least i,ooo hours. But according to 
statements by the makers, it would appear that this efficiency is rarely reached 
under ordinary conditions of working, especially in the case of the smaller candle 
power lamirs. An average figure would appear to be between i.i and 1.25 watts per 
candle power. I’he useful life of an electric glow lamp is defined as the time taken 
for the mean horizontal candle power of the lamp to decrease 20 per cent, from 
its standard value, when run under standard conditions. 

The characteristics of the various types of incandescent electric glow lamps are 
shown in the following table;— 

Table XXII. 


Material. 

Watts per 

ilefner 
Candle Power 
per Sq. Mm. 
of Surface. 

Temperature 

Ratio of 

Hefner 

of 

Hot to Cold 


Candle Power. 

Incandescence. 

Resistance. 

Carbon. 

3-5 

0.154 

1,800”C. 

. 0.S 

Osmium. 

1-5 

0 - 33 ' 

1,900° C. 

8.94 

Tantalum. 

1.6 

0.307 

1,700° C. 

6.07 

Tungsten. 

115 

0.441 

2,150“ C. 

12.12 


Thu use of numerous other metals as mclallic fdamvnts has been ^mtented. I'hus, Kellner, in 
addiliun 10 tungsten, suggested llmrium, titanium, and chnnnium (English Pattnl, 19,785, of 18^), 
whilst the use of metallic vanadium or niobium is covered by English Patents, 12,156, 12,157, and 
12,159, of 1903. Carbides of certain metals have also lieen sugge.sted, such as vanadium carbide 
(English Patent. t9,264, of 1905), cerium carbide, titanium carbide (see p. 328), and airconium 
carbide (see p. 334). Cerium nitride is mentioned in English Patent, 929, of 1906. . Numerous 
attempts have licen made to utilise silicon as a filament. In one of these (French Patents, 446,140 
and 4^,310, of 1912) carborundum is used as the starting point. The use of metallic uranium is 
mentioned in United States Patent, 1,106,384, of I9t4, and cobalt in French Patent, 460,093, 
of 1913; 

PATENT LITERATURE . 

A laige number of patents dealing with the manufacture of incandescent electric lamps have 
been gramed in mapy countries doting the past few years, and it is not possible to give a complete 
list of these here. 
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During; 1913, it was announced by tbc Ocneral Electric Company, the British Tliorason Houston 
Company, and .Siemens Bros, ^tynarao Works, all of I,ondon, tlial they had arranged to licence 
eacli other to ojicriite all patents which they then held individually. The princi|Tal of these patents 
are stated to lx‘ as follows■ 

English Patents, Nos. 27,712, of 1903; 20,277, * 3 . 899 , 27,713, 27,714, "f 19041 19 . 379 . 20,175, 
23.437. of 1905; 3,213, 6,803, 12,325, 21,513, 23,335, 18,622, of 1906; 3,174, 8,563, 16,503, 
16.530. 16,531, of 1907; 5,387, 8,421, 17,350, 19,932, of 1908; 23,499, of 1909; 2,759, 8,031, 
15,621,23,121, 24,549, of 1910; 1,161, 1,162, 8,004, 17,722,20,224, 20,380, 27,360, 28,576, of 
1911 ; S73, 874, 2,284, 3.840, 11,439, of 1912. 

It is understood that a large numlier of the other makers in the United Kingdom are also 
working these patents under licence. 

Acknowledgments.— Thanks are due to the Edison & Swan United Electric Light 
Company, of Ponders End; Messrs Siemens Bros., ol Dalslon, London, N.K.; and the 
Brimsdown Lamp Company, of Brimsdown, Middlesex, for information concerning the method 
of manufacture of incandescent electric lamps and to the first-mentioned company also for the hxin 
of certain o( the blocks illustrating this chapter. 
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SECTION LXXXIII 

URANIUM 


By Sydney J. Johnstone, B.Sc. (Lond.) 


lATERATURE 


‘Fixation of Uianium Oxide on Texule Fibres." Farber ZtU.^ 1894, 


E. Odeniieimer.- 

5 . » 7 * 

II. liRKAKl RY.—‘* Analytical Chemistry of Uranium. London, 1903. 

K. liKCK.—“The Nature of Ore Ucposils.” Vol. 1 ., p. 2S5. London, 1905. 

F. li. Riddik. “The Colouring Power of Uranium O.xide in Glazes of Various Com* 

positions." Tians. Amcr. Veram. Soc.^ 1906, 8, 210. 

L. li. Discussion on Uranium Oxide"’(as a ceramic colouring agent). Trans^ 

Amcr. Ceram. .SW., 1907, 9, 771. 

II. Y. L. Bkown.—“ Uranium Ores of Stmth Australia.” Adelaide, 1911. 

Segaim) and Ili'MKKY. —“Deposit.s of Uranium in Portugal.” Aun. ties Mifics, I913» 
Ser. 2, \'ol. III., in. 

K. B. Moore and K. L. Kmiii..—“Preliminary Report on Uranium, Radium, and 
Vanadium.” (//n'/cd.Sra/cs Bureau Miucs^ Bull. 70. Washington, 1913. 


Althoui.h uranium cannot be classed amongst the rare earths, its intinate 
association, in the mineral form, with radium renders a brief account of its 
occurrence and (jroperties desirable. More important still, perhaj)s, is the fact 
that the uranium content of an ore is often a fairly accurate measure of the quantity 
of radium ])resent. besides radium, most uranium ores carry other radioactive 
matter, such as actinium, polonium, and ionium. 


. Natural Occurrence 

Uranium oxide was first isolated by Klaproth in the year 1789 from the mineral, 
pitchblende. The metal itself was first obtained by Peligot in 1842. Combined 
with other elements, uranium has been found in a large number of minerals ; the 
majority of these, however, are of somewhat infrequent occurrence. A fairly 
complete list of these minerals is given in U.S. Bur. Mines, Bull. 70, p. ^92. 
Amongst the piore important uranium minerals may be mentioned pitchblende 
or uraninite, carnotite, and autunite. The less frequent minerals, thorite 
and thorianite, have already been described under Thorium (see p. 296). 

Small quantities of uranium oxide are found in most of the minerals which 
contain phosphates and silicates of the rare earths, e.g., xenotime, columbite, 
cerite, and monazite- 

Pitchblende, which was for some years the most important uranium 
mineral, consists essentially of uranium oxide, together with varying amounts 
of rare earths, lead, lime, bismuth, etc. The mineral is sometimes found in 
octahedral crystals, but more commonly occurs mas.sive. It varies in colour from 
greyish to dark green, brown, and black, having a conchoidal fracture, and a 
submetallic lustre. The specific gravity varies from 6.4-9.7, and the hardness is 
usually about 5.5. Clevite and brbggerite are the names applied to certain 
varieties of pitchblende rich in the rare earths. 

Carnotite. —This promises to become in the future the largest source of 
uranium, and consequently of radium. Chemically, the mineral is a vanadate of 
uranium and potassium, sometimes containing small quantities of calcium, barium, 
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and iron. The mineral usually occurs in the form of very minute crystals, of a 
canaryrydlow colour, as incrustations on certain other minerals. - This mineral is 
also valuable for its vanadium content. 

Autunite. —Anhydrous phosphate of calcium jtnd uranium, with the formula 
Ca(U02),/rOj)o8H20. It is a bright yellow mineral, often crystallising in ortho¬ 
rhombic plates, having a specific gravity of S.S'S.Q. It is sometimes turned 
uranium mica. 

Geographical Distribution of Uranium Ores 

The most celebrated deposits of Pitchblende occur in Austria, at 
Joachimsthal, where the mines have been worked since 1517 for various 
minerals, including silver and bismuth. It is only during the last ten years, 
however, that they have been extensively worked (or uranium. At the present 
time, the mines are worked by the Austrian Government for uranium and radium, 
the export of the latter substance from Austria being prohibited. An account of 
these deposits is given by R. Beck (see above). In Saxony, the mineral occurs at 
johanngeorgenstadt, Marienburg, Freiburg, and Schneeburg, and also at Pribram, 
in Bohemia. 

In Cornwall, |)itrhl>li;n(lf has liecn found in miiny mines of tlic lin area, as-socialcd with nickel 
and cnlialt (as at Joachimsthal). An account of tliese mines is given in “Tiie Geology of Falmouth 
and Truro, and of tlie Mining Districts of Camborne and Kedruth,” and “The Geology of the 
Country around Bodmin and St AmstcII,” both of these publications laring issued in the Memoirs of 
the Geological Survm' of Bngland and Wale.s. In the United States, pitchhlende occurs in many 
localities m Gilpin County, Colorado, and has been mined to some extent. .\n account of recent 
work at these mines is given in U.S. Bureau of Mines, Bull. 70. The mineral in a very pure form 
has been found in German East Africa, but it would appear that the {juantity available is small 
{see also W. Marckwald, Centralbl. Min',, 1906, 761). It also occurs in the Torcupine district of 
Ontario, Canada, where it is stated to contain a larger proportion of radium than the Austrian 
mineral. In India, the mineral occurs at the Singar mica mines of the Gaya district, and is now 
being worked. For an account of this deposit see Keeords of Geol. Sur., India, 1914, 44, 20. ‘ 

Uranium ores have been exported from the United States for a numlier of years |ia.st, but it 
Would apiiear that it was not until alxmt the year 1912 that the authorities realised how much 
radium was leaving the country in this form. Carnotite ores occur chiefly in Colorado and Utah 
in the area lying lietween the Rocky Mountains of Colorado and the San Rafael Swell of Utah, the 
Denver and Rio Grande railroad, and the Ariaona and New Mexico line. In this area the chief 
deposits of Colorado occur in the vicinity of Paradox Valley, MMntire Canon, Mesa Creek, and 
Gateway ; whilst those of Utah include the La .Sal Mountains, Dry Valley, Yellow Cal Wash, San 
Rafael Swell, and the Henry Mountains (F. L. Hess, Eton. Geol., 1914, 9, 676). An investigation, 
carried out by R. B. Moore and K. L. Kithil (U.S. Bur. Mines, Bull. 70), showed that the richest 
deposits are those of the Paradox Valley. Much uranium ore is wasted in the process of .sorting to 
gel a marketable grade, owing to the lack of a cheap and efficient method of concentrating the ore. 

Considerable attention has been directed, during the past few years, to the economic possi¬ 
bilities of the Sottth Australian deposits of uranium ore. So far, dcpo.sits have Iteen worked in 
two localities, i.e.. Radium Hill, 20 miles E.S.E. of Olary station on the Petcrslierg-Brokenhill 
railroad, and hetween Mts. Painter and Pitt in Flinders Camp, alxmt 80 miles east of Farina. In 
the Olary district, where the work lias so far proved the more succes.sful, the uranium occurs, in 
the'form of carnotite, as an incrustation on titaniferous magnetite. The ore, which has been worked 
for over two years, is magnetically concentrated at the mine, so that each ton of- concentrate will 
give abimt 3.6 mg. of radium. The concentrates ate treated at Woolwich, near Sydney. The 
Mt. Painter deposits, which yield autunite, carnotite, uranophanc, and torliernite, appear to be 
rather less successful than those of Olary. For an account of recent progress in these localities see 
L. K. Ward, “Review of Mining Ojierations in §outh Australia,” No. 19, p. 26, and Min, fount., 
1913,103, 1134. 

During the pa.st few years, Portugal has produced a ijuantity of uranium ore; chiefly autunite, 
lorbernile, and small quantities of urano-circite (a hydrous phospliate of liarium and uranitmtk 
The richest deposits are stated to occur in the district of Guarda, in the province of Beita, and to 
be closely connected with occurrences of tin and tungsten. The ore mined is stated to”!iave an 
average content of alxmt x per cent, of uranium oxide (UO3). The deposits are being worked 
several companies, one of which enijploys about six hundred men. 

. Deposits of carnotite have been found in several localities in Russia, the largest being probably 
that of Tjua-Mujun in the Andijan district of Central Asiatic Russia. These and other Russian 
deposits have been described by E. de Hautpick in “Radioactive Minerals of Russia” (Um. 
fount., igit, 93, 185),"and F. L. Hess (Min. Ees.-U'.S., 1912, pt. i., 1031). 

In Madajf^scu, autunite, blomstrandite, euxenite, and fergusonite occur in pegmatites, but 
the quantity avaiiable commercially is probably small. ’ i 

In Sweden, a baxtkmaceous substance fOTnd in Silurian limestone and known as “Kuhn” 
oqxjtsinsa small percentage of uunium, and it is proposed to burn it and recover the uranium from 
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the ash. Tlje “Kulm,” on Imming, gives from 15*56 per cent, of ash, which contains 1-5 
per cent, of uranium oxide. 

Commercial Value of Uranium Ores.— The value of uranium ore is 
almost entirely depenefent upon its radium content. At the present time, ores 
carrying le.ss than 2 per cent, of uranium oxide (UjOg) cannot be readily sold in 
this country. The price in October 1914 was about ^30 per ton for ore con¬ 
taining 2 per cent, of uranium oxide (UjOj). Sometimes an allowance is also 
made for any vanadium in the ore. 

Production of Uranium Ore 

The following table shows the production and value of uranium ore so far as 
statistics are available:— 

Table XXIII. 



! 1910. 

1911. 

1912. 


j ()uantiiy. Value, j 

Quantity. 

Value. 

1 1 

1 Quantity, j 

Value. 


Metric Tons. £, 

Metric 

Tons. 


Metric 
Tons, j 

. vC 

United Kingdom - 

77 ' ••• . 

68 


43 ; 


•Austria 

6,522 4,039 

S.785 

3,522 

10,894 : 

6,472 

Germany ^ - 

95 11,000 

82 

8,250 

5.053 

3,200 

Indo-China - 

1 I, I 390* 

1.9 

200 



Madagascar 

Portugal 

2 30 

29 

349 

I ' 


' 138 3.770 

4,409 ; 

5,737 


>,310 

102,669 

United Stales* • 

: No returns. 

25 : 

02,731 

26 

_. „ 

_ 






Composition of Uranium Ores.— 'the chemical composition of certain ores 
of uranium is shown in the following table:— 


Table XXIV. 



Formula. 

Pitchblende. 

Joliatingeorgcnstadt. 

2 

Carnotite. 

S. Australia. 

3 - 

Autunitc. 

Autun. 

, 4 - . 

lorbernite. 

Cornwall. 

Uranic oxifte 

Uranous oxide 

uo, 

UOo 

59-30 \ 

22.33/ 

47.8 

61.34 

61.00 

Vanadic oxide 


16.8 

... 


Ferric oxide 


0.21 

19.4 



Alumina 

Al./b 

0.20 

5-7 



Manganous oxide- 

MnO 

0.09 



0.62 

Lime . . ■ ■ 

CaO 

1,00 

I.O 

5-24 

Magnesia - 

MgO 

0.17 



... • 

oxide • • • 

PbO 

6-39 

1-3 

... 


Copper oxide 

CuO 




8.56 

Potash- 

K.p 


5-2 



Soda . • - • 

Na .,0 

0.31 

1.8 


... 

Phosphoric acid • 

PA 

0.06 

trace 

14.97 

•. 3-94 

Arsenic oxide 

A-«A 




I 96 

Silica - . - - 

SiO., 

0.50 

... 



Water. ■ - • 

HP 

3-17 


19.66 

14.16 


2. Analysi.s by W. F. Hillebrand, Amcr, fourn. Sci,f 1891,42,390. 2. G. S. Blake, Aftn. 
Afitf., 1910,15, 271. 3. A. II. Church,/««/■». Chem. See., 1875,28, 109. 4. Church, Chem. 
News, 1865, t2, 183. 


Chemical Treatment of Uranium Minerals.— For the production of 
uranium compounds from pitchblende, the ore is first roasted in order to remove 

* Returns are for uranium and tungsten ore. 

* Values ate for uranium and titanium ores, the quantities being calculated to the equivalent 
amount of UaOj. The quantities of “uranium and vanadium ore” produced in 1911, 1912, and 
1913 were 8,468, 18,000, and 27,900 tons respectively. 
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most of the sulphur, arsenic, and molybdenum, and is then heated in a reverberatory 
furnace with sodium carbonate to which a little sodium nitrate has been added. 
The fused mass is washed with water, extracted with dilute sulphuric acid, and 
filtered, the itrsoluble residue being used for the production of radium. To the 
filtrate containing the uranium, ex<*ss of sodium carbonate is added, thus causing 
basic carbonates of iron, aluminium, nickel, and cobalt to be precipitated. After 
filtration, the uranium in solution is precipitated either by adding sodium hydroxide 
or by vigorously boiling the .solution after neutrali.sing it with dilute sulphuric acid. 
The sodium diuranate thus obtained is pressed, dried, and ground. 'J’hc com¬ 
mercial salt has the composition NajUjO-, 6H3O. 

If the black oxide, UjOs, is required Wohler’s method may be used. In this, 
the solution in dilute sulphuric acid is treated with sulphuretted hydrogen to 
remove arsenic, antimony, copper, lead, and bismuth, filtered, and after oxidising the 
filtrate with nitric acid, excess of ammonia is added. The precipitate, which 
consists of hydroxide of iron and ammonium uranate, is digested with a con¬ 
centrated solution of ammonium (arbonate containing excess of ammonia, in order 
to dissolve the ammonium uranate. After filtering the liquid and allowing it to 
cool, ammonium uranyl carbonate crystallises out. A further (juantity of ammonium 
uranate can be obtained from the mother liquor by adding ammonium sulphide to 
precipitate the zinc, nickel, or cobalt, and evaporating the filtrate. Both ammonium 
uranate and ammonium uranyl carbonate give UjOg on ignition. 

The jmssibility of utilising phosphatic uranium micas, such as autunite and 
copper autunite, as sources of radium and uranium, is discussed by F. Glaser 
(C/itm. Zeit., 1912, 36, 1166). It is stated that although the processes of extraction 
are comparatively simple, the profitable working of autunite is only possible when 
the [tercenlage of uranium is high. 

Metallic uranium can be prejtared by .several methods, one of which consists 
in mixing five hundred jtarts of U^Os with forty parts of sugar charcoal and 
reducing the mixture in a carbon tube in the electric furnace. 'J'he crude jiroduct, 
thus obtained, which still contains some carbon, is purified by being heated in 
a crucible, brasqued with UjO^, which is embedded in another crucible brasqued with 
titanium. The effect of this latter is to prevent access of nitrogen to the reduced 
uranium (H. Moissan, Comptes rend., 1893, 116, 347). The metal may also be pre¬ 
pared by the electrolysis of the fused double chloride of uranium and sodium in an 
inert atmosphere using carbon electrodes (H. Moissan, Comptes rend., 1896,122,1088). 

For the production of ferro uranium, reduction with aluminium is stated to 
be unsuitable, as the final product then contains aluminium, corundum, and 
uranium oxide (F. Giolitti and G. Tavanti, Gas. Chim. Ital., 1908, 38, 239). It is ‘ 
stated, however, that Stavenhagen’s modification of the “thermit” process can be 
used (A. Stavenhagen and E. Schuchard, Ber ., 1902, 35, 909). 

Utilisation of Uranium and its Saits 

So far, very few u.ses demanding much material have been found for 
metallic uranium. For a short time an impure form, containing some carbide, 
was employed as the sparking medium for automatic cigar lighters, but the material 
has now been superseded by the more efficient cerium-iron alloy (see p. 316). 
Metallic, uranium has been suggested for u.se in electrodes of arc lamps. When 
enclosed in a .(luartz globe surrounded by an inert atmosphere, the arc between 
such electrodes gives a light very rich in ultra-violet rays. (See French Patent, 
418,280, 15th July 1910.) According to the third and fourth additions to the 
above patent, a vacuum is substituted for the inert atmosphere, and in the seventh, 
addition, dated 20th May 1911, a special type of lamp with mercury cathode is 
described and is stated to be suitable for sterilising liquids by means of ultra-violet rays. 

Various aitteroi>ts have been made to utilise ferro-uranium in the manufacture 
of special steel. Ii^eneral, it may be stated that uranium steel has properties very 
similar to those oftungsten steel, but as ferro-tungsten can be produced at a 
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lower price than ferro-uranium, not much progress has been made in the use of the 
latter alloy in steel'manufacture. 

Uranium salts have-long been known as colouring: agents foc glass. The 
colour produced is an opalescent yellow which is green by reflected light. Owing 
to the fact that about 20 per cent, of uranium oxide has to be used to produce 
the colour, the glass is somewhat expensive. 

In the Ceramic Industry uranium salts find a limited use for the production 
of yellow and orange glazes, the sa,lts most employed being the “yellow oxide” 
(sodium diuranate) and the green oxide (UjOj). 

The colouring power of uranium is strong, 0.006 equivalent giving a good 
colour, the depth of which is stated to be largely dcirendent upon the amount of 
lead present in the glaze. By suitable adjustment of the composition of the glaze 
and the conditions of firing, uranium can be made to give colours varying from 
yellow and orange to brown and dark olive-green. An account of the use of 
uranium s.alts in glazes is given by F. H. Riddle, Trans. Anier. Ceram. Soc.^ 1906, 
8, 210, and by L. H. Minton, Trans. Amr. Ceram. Soe., 1907, 9, 771. 

Uranium salts have been suggested for u.se as mordants for silk and wool, but 
no great progress .seems to have been made in this direction. (See also E. 
Odenheimer, Farher /.eit., 1894, 5 t > 7 -) . 

Uranium oxide has been utilised as a catalyst in the synthesis of ammonia from 
nitrogen and hydrogen (Haber and Ee Ro.ssignol, Zetts. Elektrocliem., i 9 ' 3 i 119 > 53 )- 

Uranium salts have been used to a very limited extent for producing brown 
colours on textile fibres by treating them first with uranium nitrate solution and then 
with solutions of either ferrocyanide of potassium, gallic acid, tannic add, or jiyrogallol. 
(See P. Werner, Fnli. Sdc. hid., Mulhouse, 1892, 542, and E. Odenheimer, lor. di.) 


In pliotogranliy, uranium nitrate lias been suggested a.s a sen.sitising agent for paper ((.. T. 
Roche, hunt. Sor. Ckcm. Ind., |8S8, 7, 241), and according lo Knglish J'atenl, 10,072, of 
I2th May 189(1, uranium acetate combined with a suitable acid can be used with potassium fern, 
cyanide tor intensifying or reducing ncgatiies. With jiotassium sulphoc) auidc it can lie used for 
toning biomide prints. . . , , . . 

Analysis of Uranium Minerals.—The miHlc of attacking uranium minerals varies largely with 
their nature. Thus, carnotilc and iiutunile can he readily dissolved mill the aid of dilute nitric acid, 
whilst ihorianite and pitchhlende arc alfackeil by boiling concentrated nitric acid, hut certain 
varieties of thorite are very dillicnll to dissolve, and require fusion before a satisfactory solution can 
he obtained. In the absence of lanadium and phosphates the following procedure may be adopted. 

When the solution of the mineral is complete, the acid solution is filtered, diluted, and slowly 
poured into ekeess of ammonium carbonate. After allow'ing to stand for some hours, the solution 
is filtered, the precipitate dissolved in acid, and retreated with ammonium carbonate. The 
combined filtrates will now contain all the uranium, and may also carry small quantities of rare 
earths and calcium. The tare earths must be removed by precipitation with ammonium oxalate 
(see p. 298). The filtrate fiom this treitment is evaporated to dryness .and ignited to remove 
oxalates, redissolvSd in nitric acid, and the latter removed by repeated evapiration with 
.sulphuric acid. The residual sulphates arc dissolved in a small quantity of water, and three times 
their bulk of alcohol added. After lieing allowed to stand for twelve hours, the prectpitated lime 
is. filtered and washed with alcohol. The alcoholic filtrate is evai»irated lo dryneas, ignited, 
dissolved in nitric acid, and the uranium precipitated as ammonium uranale by the addition of a 
slight excess of ammonia. The solution is filtered, and the precipitate, after being washed with a 
4 per cent, solution of ammonium nitrate, is dried, ignited, and weighed as UsOg. 

When phospimles are present, difficulty is often experienced in carrying out the analysis, as 
de.scrihed above, owing lo uranium phospliale being .sotnewhat difficultly soluble in ammoni^ 
carbonate^ anil when ca'lciuiii is present this is also precipitated with the uranium phosphate. The 
followinfif process overcomes these difficulties. The uranium solution is diluted, and a.solution of 
ferric sulphate is added in slight excess of the amount required to precipilate the pliosphorus as 
ferric phosphate. The iron and phosphate are then precipitatwl together by the basic Relate 
method, using ammonium acetate and keeping the sidution slightly acid. The solution is filtered, 
the precipitate washed a few times with a very dilute solution of ammonium acetate, then dissidved 
in hydrochloric acid, and the precipitation repeated. The combined filtrates are evaporated to 
dryness with hydrochloric acid, the residue treated, as already desaibed, for tlie removal of rare 
earths and calcium and the estimation of uranium oxide. . 

When vanadium is also present, as in carnotile, the analysis is much more intricate, owmg to 
the necessity of separating tnis constituent from the umniuni. Methods used by firms dealing in 
these ores will lie found, in detail, in U.S. Bur. Mines, Bull. JO. 

Method.? for the analysis of ferro-uranium are given by W. Trautmann, Xei/s. augew. Vnem., 

1911, 24, 61. 
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VANADIUM 

By Sydney J. Johnstone, B.Sc. (I^ond.) 
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Dor INC. the past ten years increasing attention has been devoted to the utilisation 
of metallic vanadium and its salts. First, by reason of its utility in the production 
of special steels, and secondly on account of its being a by-product in the manu¬ 
facture of radium from carnotite. 


Natural Occurrence 


Minerals cootaining vanadium are of fairly common occurrence, being frequently 
found in arenaceous and other sedimentary rocks associated with other metallic 
minerals such as those of copper and iron. In spite of its frequent occurrence, 
however, ores of vanadium of sufficient richness to be of commercial 'value are 
somewhat rare. 

The most commonly occurring vanadium minerals are carnotite, patronite, 
roscoelite, and vanadinite. Of less importance are descloi/.ite (a basic vanadate 
of lead and zinc), mottramite (vanadate of lead and copper), and pucherite (bismuth 
vanadate). 'Vanadic oxide is a minor constituent of many bauxites, iron ores, and 
sometimes constitutes a large portion of the ash of certain lignites, coals, and 
bituminous substances. 


Carnotite is a uranyl potassium vanadate and has already been descritx-d under Uranium 
(seep. 3^). . , . . . 

ratronite is a greenish coloured sulphide of vanadium, which approximates m composition to 
the formula VjS, j often occurring mixed with carbonaceous matter. It is frequently found as.sociatrf 
• with pyrites and free .sulphur. When calcined, it burns readily and loses alxiut 45 per cent, of its 
weight. The mineral has a hardness of 2.7 and a specific gra-'ty of about 2.71. 

Roscoelite is a muscovite mica in which a part of the aluminium has been replaced by vanadium. 
It occurs in minute mica-like scales which may vary in colour from green to brown. Its specific 
■ gravity is usually about 2.9. This is probably the most important vanadium ore produced in the 
United States. 
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Vuiadinite is a chloro*vanadate of lead to wliicli the formula 9Pb0,3V5j05,PbCl2 has been 
assigned. It would thus contain, when pure, 19.4 per cent, of vanadicoxidc'IVgOs). The mineral, 
which occurs in prismatic hexagonal crystals, has a specific gravity of 6.6-7. i. 
colour from ruby«red to yellowish or reddisli brown. 

Composition of Vanadium Minerals.— The chemical composition of typical 
samples of several vanadium minerals is shown in the following table:— 

Tabi.e XXV. 



Formula. 

, V^anadinite,' 
Arizona. 

Roscoelite.^ 

1 


Per Cent. 

Per Cent. 

' Vanadic oxide. 


18.64 

28.36 

Arsenic oxide. 

As., 0 , 

i Trace 

Ferric oxide. 

Ke,0, 

0.40 

'■23 

Alumina. 

A 1 ., 0 .. 

1 

Lb 94 

Lime. 

CaO 


0.62 

Magnesia. 

MfiO 


2.06 

Copper oxide. 

C11O 

0.18 


Lead oxide. 

PliO 

77.00 


Potash. 

K..0 

8.8; 

Soda. 

Na.,() 


0.92 

Chlorine. 

(1 

2.69 

Phosphoric acid. 

Water. 

P/), 

0.72 

2.42 


Geographical Distribution of Vanadium Ores 

Probably at least 70 per cent, of the vanadium produced commercially is 
obtained from the ores occurring at Minasragra, about tw'enty miles from Cerro de 
Pasco, Peru. 

The vanadium here occur'; in several mineral forms, amongst which maybe mentioned a red 
calcium vanadate, which may carry as much as 50 per cent, of vanadic oxide (VgO,) and is found in 
small pockets and crevices. A blue-black vanadium sliale also occurs, which may carry as much as 
13 per cent, of vanadic oxide and 5 per cent, of sulphur. Tlic principal vanadium-l>earing mineral, 
however, is palronitc, which occurs in veins enclosed by porphyry dykes. An analysis this mineral 
showed it to contain:—vanadium sulphide, 39.94 per cent.; molybdenum sulphide, 1.57 ; free sulphur, 
30.57. This sample, on calcination, gave a product containing 58.08 per cent, of vanadic oxide. 
Descriptions of these deposits are given by t). F. Ilewetl, Trans. Amer. Inst. Min. Eng.^ 1909, 
40, 291, and W. F. Hillebrandjyewrw. Amer. Chem. Soi., 1907, 29, 1019. 

An interesting deposit of asphaltic material occurs beneath these patronite beds. It is very rich 
in sulphur, deficient in hydrogen, and contains from 2-3 per cent, of vanadic oxide. Several 
attempts have been made to work certain o( these asphaltic deposits for vanadium. Similar 
carbonaceous deposits occur in many localities in Peru, and also in the United Stales, in Oklahama, 
and Nevada. 

Roscoelite has been mined, in the United States, for a numlier of 3’ears, between Placerville 
and Newmite in San Miguel County, Colorado. It has been stated that these are prolxibly the 
largest vanadium deposits yet located in the United States. The ore as mined carries an average 
of about 1.5 per cent, of vanadic oxide, but as the deposits are large and easily worke<l the opera¬ 
tions can be conducted at a profit. For references to literature dealing with these and other 
depo.sits of vanadium in the United States see U.S. Bur. Mines, Bull. 70, p. 51. 

Vanadinite deposits at Cutter, New Mexico, United States, were worked for some time, but 
were recently aljundoned owing to difficulties encountered in the metallurgical treatment' of the 
ore (see also F. L. Hess, U.S. Geol. Sttri'., Bull. 530, p. 157). llie mineral also occurs, in the 
United States, in Arizona and California. In Mexico, it occurs at Villa Rosales, Chihuahua, 
^oyame, and Iturbide. 

In Spain, important deposits of vanadinite occur and have l>een worked near Santa M2rta, 
Estmoiaduras. The sandstone ore is stated to contain an average of 3 per cent, of vanadic oxide 
which is raised to alxjut 14 per cent, by concentration. These deposits have been worked few 
vanadium since 1899,. and up to 1906 they supplied the greater part of the world’s requirements. 


Genth, Trans. Amer. PkH. Soc., 1885, 22, 365. 
® Roscoe, /Viv. Boy. Soc.t 1876, 25, 109. 
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In Argentifla, deposits of descloizite occur in tlie River Plate district, and these have been 
worked to a small extent. 

At one lime the preparation of vanadium on a large scale was carried out near Manchester, 
England, from mottramite, which occurs, with copper ore, in tlie Keuper f^andstone beds at 
AUlerley Edge and Mottram St Andrews, Clteshirc. It would appear, however, that the payable 
portion of the deposits was worked out some years ago and the mining discontinued. 

Deposits containing vanadium minerals also occur at the Wanlock Head Mine of Dumfries, 
Scotland, and in Portugal, Sweden, Russia, and Germany. 


Production of Vanadium Ore 

The available statistics of the c|uaniity and value of vanadium fire produced during recent years 
are shown in llie following tabic 

Table XXVI. 



1 1910. 

1 

. 1911. 1 

1912. 


Quantity. I Value 

' Quantity. } Value 

Quantiiy. 

Value 


Metric Tims. ■ £ 

Metric Tons. 1 £ 

Metric Tons. 

£ 

Argentine - 


14 i 

40 1 


Peru - 

■ 1 3 .' 3 ' 1 2.i7.88o 

2 , 2 SI ! 215,OCX) 

3 .° 4 S 

i50,cxx) 

Spain - 

1 

1 199 1 2,860 

38 

730 ; 


No Statistics are available regarding the quantity of vanadium ore produced in the United Stales, 
as.in the returns tlie ores arc included under the heading “ Uranium and Vanadium Ore. ' 


Extraction of Vanadium from its Ores 

The method of extraction employed on a commercial scale varies largely with 
the nature and richness of the ore. Usually, the difficulties encountered lie not so 
much in obtaining the mineral in solution as in the separation of the vanadium 
from other mineral substances which are dissolved at the same time, such as 
oxides of uranium, aluminium and iron, and silica. 

The cxlrgicticm processes may be roughly classified into (l) those involving the use of adds as 
solvents, (2) those employing alkaline solvents. In the opinion of many authorities, it is preferable 
to use the latter, where possible, as the alkaline vanadates, thus obtained, are less erratic In their 
l>ehaviour llun are tlie vanadyl compounds, which result frfira treatment with aci<l. The relative 
merits of tlie two types of process are discussed hy S. I'ischer, AJcL and Chem. Eft"., 1912, 10, 
469. In the following notes the description of the extraction processes has been divided into sections 
—(1) acid extraction processes, {2) alkaline extraction processes, (3) melhfals of recovering the 
vanadium from the extraction solution. These are follow'ed by an account of the manufacture of 
ferro-vaiiadium from the compounds isolated. 

Acid Extraction Processes. —The Koenig method, as described in 
United States Patent, No. 986,180, is stated to be suitable for roscoelite, vana- 
diferous sandstone, and ' similar minerals. The crushed ore is treated with 
a 20 per cent, solution of sulphuric, hydrochloric, or other acid, in a rotating 
drum; the temperature being kept at about 200° C., and the pressure at 225 lbs. 
per square inch. After undergoing this treatment for several hours, the solution 
is filtered and evaporated to a semi-solid condition. The salts are then heated to 
bright redness in order to expel the remaining acid. The solid residue of oxides 
and sulphates (if sulphuric acid were used in the first stage) is mixed with sodium 
carbonate, and roasted at a red heat in an oxidising atmosphere, with or without 
the addition of oxidising agents. The roasted mass is next treated with boiling 
water and then with carbon dioxide in order to precipitate any aluminium 
compounds present. 

In the Fleck method (United States Patent, 880,645, of J908), as used by the 
American Rare Metals Co., of Denver, Colorado, for the treatment of carnotite and 
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other vanadiferous ores, the finely crushed ore is treated with dilute sulphuric acid, 
which dissolves the uranium, vanadium, copper, and iron prus^nt. The clear 
solution is decanted and treated with sulphur dioxide gas .in order to reduce the 
iron and vanadium compounds to the ferrous and Van^ous states. A calculated 
quantity of ground limestone is then added until the metals begin to separate. 
The solution is filtered from the precipitated calcium sulphate, and the precipitation 
of the metals completed by boiling the solution with more limestone. The pre¬ 
cipitate, thus obtained, which contains about 20 per cent, of uranium and vanadium 
oxides, is dried and shipped for further treatment. 

The process described by P. Auchinachie in English l^atent, 12,726, of 1904, consists in treating 
the ore, for about two hours, with hot concentrated .sulphuric acid to which a small quantity <3 
sodium nitrate ha.s been added. The acid solution, after cooling, is electrolysed, using iron 
electrodes, vanadic oxide being deposited. In English Patent, 22,422, of 1904, the same inventt»r 
obtains the suboxidc by nearly neutralising the al)Ove acid solution with sodium carl)onate and 
tailing for .some time. The penloxide (V/Jp) is obtained from this lower oxide by boiling it with 
sulphuric acid and sodium nitrate. 

Another acid treatment process has been de.scribed l)y J. Ohiy {Osferr. Zeii. fiir Berg tmd 
HiittenweseHy 1906, 54, 232). It is intended for the premration of ammonium vanadate from 
carnotite-hcaring .sandstone. The finely ground ore is treated for some time with cold hydrochloric, 
sulphuric, or nitric acid and then heated until all the vanadium compounds are dissolved. A pre¬ 
determined quantity of ammonium chloride is added to the solution, which is next evaporated to 
about one-third of its bulk and left to stand over-nigbt. The separated ammonium metavanadate 
is recrystallised from a concentrated solution of ammonium chloride. A further crop of ammonium 
metavanadate is obtained from the mother liquor by further evaporation. The final liquid is treat«l 
with excess of sodium carbonate, lioiled for half an hour, the precipitate filtered off, and the uranium 
in the filtrate then precipitated by the addition of caustic so<la. 

In the Saklatwalla process (United States Patents, No.s. 1,020,224 1.020,312, of 1912; 

English Patent, No. 6,119, of 1912) the ore is extracted with dilute sulphuric acid and, after 
nearly neutralising tlie solution, the vanadium is precipitated by adding an oxidising agent, such 
as ammonium persulphate, chlorine, or an oxy-acid of chlorine. 

According to U.S. Patent, 890,584, of 1908, ore containing uranium and vanadium is treated 
with sulphur dioxide under pressure and the clear srdution then lK»iled to remove the excess of the 
gas. Tins latter treatment cau.ses the precipitation of the uranium as Iwsic sulphite, and the 
vanadium is p.ccipilated from the residual solution as calcium vanadate by adding excess of caustic 
lime. 

Alkaline Extraction Processes.—In the majority of these methods the 
object is to produce soluble sodium vanadate, either by treating the ore with 
solutions of sodium carbonate or hydroxide, or by roasting it with sodium chloride. 
Almost without exception, the extraction of the vanadium is not complete, but in 
some cases it reaches 90 per cent, of the quantity present in the ore. Roasting the 
ore with sufficient sodium chloride to form sodium pyrovanadate is covered by 
United States-Patent, 831,280, of 1906. 

The Primes Chemical Co,, of Newmire, Colorado, employ the following process for recovering 
vanadium from roscoelitc. The ore is mixed with common salt, the mixture coarsely ground and 
dried* until its moisture content Is alx)nt i ]x;r cent. TUc caked material is ground to pass a 20- 
mesh sieve and then roasted for three hours. The roa.sled ma.ss is next lixiviate<l •with water and 
the vanadium precipitatetl, as ferrous vanadate, by the addition of excess of ferrous sulphate. No 
attempt is m.ide to recover the small quantity of uranium present. 

In the Herrenschmidt process (Krench Patent, 328,421, of 1903) vanadinite is fu8e<l with 
an alkali carbonate, sulphate, or sulphide and carjwn. In a later communication {Comptes rend., 
1904, 139, 635) the author dcscril)es the process more fully. The vanadinite is smelted with sodium 
carbonate in a rever1)eratory furnace, and thus are produced argentiferous lead and a slag carrying 
ranadate, aluminate, and silicate of suKlium, and ferric oxide. Air is blown through the slag in 
ctfder to fully oxidise the sodium vanadate, and the mass is then granulated by pouring it into 
filing water. The solution obtained by agitating the fused roas.s with two further quantities of 
vmttx contains all the sodium vanadate, some sodium silicate, hut no aluminate. To remove the 
silicate, one portion of the liquul is e\»aporaled to a syrup, sulphuric acid, 66® B^., added to precipitate 
a portion of the vanadic acid, and then the whole added to the unevaporated portion of the liquid. 
The,solution is next passed through a filter press in onler to remove the precipitated silica (see 
French Patent, No. 334,333, of 1903, and United States Patent, No. 787,758, of 1905). The solution,- 
vffiich contains fairly pure sodium vanadate, is evapoiwted to expel excess of sulphuric'acid, and th^ 
residue, after- washing with water, con.d.sts of fairly pure vanaoic acid. The yield is stated to hp ' 
from 92-95 per cent.. 

The above process hSk been employed on a large scale for treating the ore from the Santa Maitli • 
iwn#s Qjf Spain. . 
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In the Haynes and Engle process, as descrilwd in Unitwl States Patents, Nc». 808,839 and 
828,850, of I9C^, the tore crushed to iz^mcsh is l)oiled with a solution of s<^ium or po^sium 
cartenate until the uranium and vanadium are dissolved. The length of time of lx>iling and the 
concentration of the alkaline carlx>nate solution are, to some extent, determined ])y the quantity of 
vanadium and uranium in the ore, and it is stated that for each l per cent- of these metals in the 
ore, about 100 lbs. of sodium carbonate are re<iuired per ton of ore. The clear solution is treated with 
sodium hydroxide to precipitate the uranium as sodium uranale, which is then removed by filtration. 
The vanadium is next precipitated from the filtrate by the addition of slaked lime. When used on 
carnotite ore, this process gave an extraction of about 80 per cent, of the uranium and 60*65 per 
cent, of the vanadium present in the ores. 

According to the prewess described by A. II. Ferret (French Patent, No. 412,641, of 1901, and 
English Patents, 26,777, and 15,181, of 1911) the ore is rested with an alkaline carlwnate 

and oxidising conditions maintained after the addition of sodium nitrate. I'lie fused mass is 
granulated by being run into cold water and thoroughly lixiviated. The solution, which contains 
all the vanadium, may be treated with ammonium chloride so as to give ammonium mciavanadatc 
or the vanadic acid may he precipitated by the addition of an acid. 

It was stated recently that a large works in France had l)een acquired by the Santa Marta Co., of 
Spain, in order to treat their ore by this process. 

In addition to the processes already described for the seimration of uranium and vanadium on 
a technical scale, that of W. F. Bleecker must he mentioned. As descril>cd in United States 
Patent, 1,050,796, the process consists in treating the alkaline carl)onate solution with-sufTicient 
soilium hydroxide to precipitate the uranium as a mixture of uranyl hydrate and sodmm uranate. 
This precipitate, which contains some vanadium, is filtered, washed, dissolved in acid, and the 
solution treated with excess of sodium carl)onale. The solution is then electrolysed, using anodes 
of any active metal, such as iron, nickel, or copper, the vanadium l)eing precipitated on the anode 
as vanadate of the anode metal. Wlren all the vanadium has been dej>oslted the uranium in ll>e 
filtrate may be recovered by one of the known methods. 

A method for extracting vanadium from copper vanadate is descril)ed l>y W. F. Bleecker ii\ 
United States Patent, 1,049,330. 

Methods of Recovering the Vanadium from Mill Solution.—A 

number of the proce.sses already described have included details of the method of 
recovering the uranium and vanadium from the extraction or “mill” solutions. 
These may be briefly summarised as consisting ip precipitation (i) as ferrous 
vanadate by nearly neutralising the solution, and adding ferrous sulphate ; (2) as 
calcium vanadate by the addition of slaked lime ; (3) by electro-deposition. 

In the first-mentioned process several difiicuUies may be encountered, thus, according to W. F, 
Bleecker {Met. and C/iew. 1911, II» 501), sodium sulphate, formed by the interaction of the 

sodium carbonate and ferrous .sulphate, is a powerful solvent for fenous vanadate unless the ferrou.s 
sulphate is pre.sent in considcrahle exces.s. A small amount of a colloidal compound is formed, 
which causes difficulty in washing the precipitate, and loss of vanadium. Calcium vanadate would 
seem to suffer from few of the al)Ove objections. 

Electrolytic precipitation appears to po.ssess .several advantages over the foregoing methods. 
In all hydro-electrolytic proces.ses vanadium is always an aiu)de product, and so, if ferrous 
vanadate is required, the nearly neutral solution containing the vanadium is electrolysed, using 
iron anodes and*cathodes of almost any melallic substance. A potential difference of about 
4 volts is maintained between (he electrode.s. As a rule, any impurity present in the solution is 
found, in jiart at least, in the final pr<»duct. For a discusdon of the prtKess, .see \y. F. 
Bleecker, loc. at. 

Vanadic Acid may be prepared from llie solution of sodium vanadate by 
treatment with acid as already described, but this process does not precipitate all 
the vanadium; some 10 percent, remaining in solution. An electrolytic process, 
described by W. F. Bleecker, takes advantage of the difference in solubility of sodium 
vanadate and vanadic acid. 

The solution of $odlum vanadate, which must not contain chlorides, is heated topo^C., and 
then made slightly alkaline with .stxllum carlmnate. The clear liquor is decanted, evaporated to 
30* B^., when it will contain aliout 200 g. of vanadic acid per litre. This solution is transferred 
to a porous pot, and electrolysed in a compartment cell, the liquid in the outer jar liein^ water 
containing a little lye. A platinum anode Is used, w^hilst the cathode may consist of iron or 
copper. A potential difference of 6-8 volts is maintained together with a current density of 

amperes per square foot of anode surface. The of the current is to cause the sodium 
ions to travel to the outer vessel, leaving vanadic acid in the inner porous pot. As this salt U 
less soluble in water than is sodium vanadate, a portion of it is precipitated. The product 
obtained, in this way, is easily filtered and washed, and contains about 98 per cent, of vanadic 
oxide (VjO#). Mineral acids seriously interfere with the efficiency of the reaction. 
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The oldest process for obtaining vanadic acid is that of preparing ammonium 
metavanadate, and then driving off the ammonia by heating. 

When dry calcium vanadate is treated with hot hydrochloric acid, red vanadic 
acid separates'out, which can be washed with dilute'acid and water. 

The product always contains some lime salts, and a considerable quantity of hydrochloric acid 
is prejicnt as vana<lyl dichloride. If the material he dried .and fused a practically pure sample of 
vanadic <t\ide (V..O3) will lx- ohtained. 

Metallic Vanadium may be produced, according to G. Gin {Elektrochem. and 
Met. Ind., 1909, 7, 264), by the electrolysis of a solution of vanadium trioxide' 
(V._, 0 ,) in fused calcium vanadate. 

The lining of ihc balh in which the electrolysis is performed is pme electrolytically fused 
alumina. The ano<les are composed of carbon, whilst Ihc cath<«lcs are conical in form, and 
consist of pulverised and agglomerated ferro-vanadiiim. A current density of alioiU 4.5 amperes 
|)er sfjuare incli ofanfale is recommended. 

The metal may also be prepared by the alumino thermic method (see W. 
Prandtl and B. Bleyer, Zeiis. anorg. Chm,^ T909, 64, 217, and Ber.^ 1910,43, 
2602, and R. Vogel and O. I'ammann, 'Zdls. anorg. Chem.^ 1909, 64, 225). 

Ferro-Vanadium. — 'I’he processes available for the production of this 
substance are the reduction of ferrous vanadate, calcium vanadate, or the oxides, 
by means of (1) carbon in the electric furnace; (2) the alumino thermic jirocess. 

Alloys produced by the first method usually contain somewlial large amounts of carbon (1.5-6 
per cent.), which renders the alloy objectionable for certain uses in the steel Industry. 

For the alumino-tbermic process, it has been stated that the lower omcIc (\'oO:i) is more 
suitable. The majority of the ferro-vanadium now on the market contains from 25-50 per cent, 
of vanadium. 

In the Gin electrolytic process for the production of ferro-vanadium from 
vanadic acid, as described in Zeits. Ekktrothem.^ 1903* 9 > electrodes pre¬ 
pared from a mixture of vanadic acid and retort carbon are used as the anode in 
a bath of fused iron fluoride dissolved in fused calcium carbide, whilst fused steel 
constitutes the cathode. 

In French Patent, 340,413, of 1904, the electrolyte is composed (»f fused calcium fluoride, but 
iron fluoiide is also added, as the decom|>osiUon of this latter substance assists the process by 
regenerating the electrolyte at the expense of the anode. 

In a later communication {/*ror. j//t luUr. Coug- Apph Chem.i 1909, Sect, lo, p. jo) the same 
inventor suggests ‘he use of vanadic acid dissolved in fused calcium fluovanadate. A carlxm anode 
is u.sed, whilst the cathtales consist of agglomerated carlmn and vanadic acid as before. A current 
density of 0.7 ampere per square centimetre of anode surface is stated to be the most suitable. 

Ferro-vanadihm may be prepared, according to United Slates Patent, 866,561, of 1907, by 
passing an electric current through a bath of molten ferro-silicon an<l vanadic qxide in calculated 
amounts. 

According lo United Slates Patent, 875,208, of 1907, ferro-vanadium is prepared by mixing the 
oxide*with the calculated amounts of iron and carlxm and passing a current through the charge. 

Composition of Vanadium Alloys. —As already stated, ferro-vanadium made 
by the reduction of vanadium compounds by means of carbon contains from 2 6 
per cent, of the latter element, and has not the same utility, in the steel industry, 
as those alloys with under i per cent, of carbon. 

The reason for this is staled to Ik that vanadium readily combines with carbon, to form a 
atbide which is a stable product and [tasses into solution in the steel without decomposition, and 
,s staled, therefore,’ to be of much leas value for use in the steel industry. ' - 

The melting point of a ferro-vanadium, practically free from other elements, and 
:ontaining 40 per cent, of vanadium, is about 1,480° C. The melting point becomes 
gradually lower as the amount of vanadium is decreased until 35 per cent, is 
■eached, when it remains stationary at 1,425° C. until 30 per cent, is attained. 
From this point, as the vanadium is decrea'sed to 25 per cent., the melting point 
padually rises to about 1,450° C. 

Most firms supply several grades of ferro-vanadium, of different vanadium 
lonieht. 
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The amounts of certain elements in commercial ferio-vanadium are shown in the following 
table 


Table XXVII. 



Pei Cent. 

Per Cent. ' 

I'er Ccnl. 

Per Cent. 

Per Cent. 

Vanadium 
. Silicon • 

1 Carlnm - 
Aluminium - 
1 Manganese > 

I 

• ' 20 to 2^ 

- 1.51030 

4 to 6 
IJelow 0.05 

6 to 8 

25 to 30 
Pelow 2.0 
0.25 

Below 2.0 

30 to 40 
Below 2.0 
0.25 

Below 2.0 

351042 

Below 2.0 
0.25 

Below 1.0 

30 to 40 

1 1 fo 3 


Cupro-vanadium may have ll>e following peiccntagc coin(>ositi(m—vanadium, 10-15; cupper, 
60-70; aluminium, 10-15 * nickel, 2-3. 


Utilisation of Vanadium and its Salts 

At least 90 per cent, of the vanadium extracted is utilised in the form of its 
ferro alloy, in the steel industry; a use which has gradually increased during the 
past ten years. A very comirlete account of the use of vanadium and its alloys in 
steel-making has been given by J. Kent-Smith (Journ. Soc. Chem. Ind., 1906, 25, 
291). Briefly summari.sed, the eflect of vanadium on steel may be stated as being 
to increase the elastic limit and ultimate tensile stress without reducing the ductility. 

It is chietly emplo)cd in comu-ciion with the manufacture of chrome, manganese, open health 
and high speed ttml steels, heiiig especially useful in tlic production of steel reepnred for use in the 
construction of mtflor cars, steel shafts, locomotive axles, rock drills, and similar work subject to 
shock. Vanadium is slated to toughen steel in several ways, such as (i) by causing any oxides and 
nitrides present in the steel to piLSs into tlie slag; (2) tlie metal passes into solid solution In the 
ferrite or carbonless pf>rtion of the steel n ndeiing the metal more coherent and less liable to dis¬ 
integration. The quantity of \ana<lium required foi the first-mentioned effect rarely exceeds 
O. I jwreent. of the weight of steel treated. 

The total quantity of vanadium added to ordinary engineering sq’uclural steels usually amounts 
to al)out 0.25 per cent., whilst as much as 2.0 per cent, may Ik* atlded to higli quality tool steels. 

For furtluT details see J. O. Arnold and A. A. Kead, Trans. Iron and Stfcl Inst.^ 19*2)85, 
215; P. W. Shimer, Tranii. Amcr. Inst. Min. Eng.., 1912, 883. 

Copper-vanadium alloys arc much used in llic production of solid copper castings and hron/.es, 
as well as in Uic manufacture of certain aiuminiiim alloys. 


A number of uses have been suggested for vanadium compounds, but it would 
appear that few of these demand any large quantity of material. 

In Photography, vanadium .salts have been used for toning silver-hiomide prints to a green 
colour. According to (lernmn Patent, 215,071, of 1909, and U.S. Patent, 979,887, of 1910, wlien 
500 g. of liquid vanadium chloride are mixed with 1,310 g. of anhydrous oxalic acid, a solid 
product is obtained which may be compressed inl«» tablets and is readily soluble in water. The 
toning bath is prepared by dissolving 3.8 g. of this product together with 1.5 g. of anhydrous 
oxalic acid, l g. of ferric oxalate, and i g. of potassium ferricyanide in one litre of water. 
The photographic proj’ieities of vanadium salts are discussed l>y L. Lumiere in Moniicur Scientifique^ 
1894, 42, 437- 

The use of vanadium or its alloys in place ofdead in accumulators has been patented {French 
Patent, 357,601, of 1905), and in llie sam- siKJcification it is mentioned that solutions of vanadium 
salts may replace sulphuric acid in accumulators. 

Vanadium salt > have lieen used for colouring pottery and glass, and the pentoxuie (VyOfl) has 
been suggested for use as a “ gold hronxe.” 

Vanadium salts are employed as mordants, for fixing aniline lilack on silk, and in calico printing. 
The use of ammonium vanadate in dyeing leather is described in Journ. AVc. Chem. /nd.^ 1882, 
I, 185. 

When solutions of vanadium salts are mixed with tincture of galls, a deep^ black colour is 
produced, and it has been suggested that the solution might be employed as a writing ink. It has 
been shown, however, that although the colour is unaffected by acids, alkalis, or chlorine, it is not 

permanent. 

Ai Catalysts, oxides of vanadium may employed in tne electrolytic oxidation and reduction 
of certain organic compounds (see French Patent, 345,701, of 1904). It is also stated to accelerate 
ordinary oxidation (see A. Naumann, L. Moeser, and K. Lindenbaum, prakf. Chem.^ 1907, 
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75 > 146). Vanadium carbide has been suggested as a filament fur incandescent electric lamps 
(English I’alenl, 19,264, of 1905). In medicine, certain vanadium salts find a limited use. 


Chemical Analysis of Vanadium X>res and Alloys 

Space does not permit of an account being given of a method fur the analysis of complex 
vanadium ores, but the following “Rapid Method for the Determination of Vanadium in Ores,” 
as given in United States Geol. Suiveyt Bull, 70, p. 90, may be of service. It is suitable for ores 
which are readily attacked by acid. 

Treat 2-5 g. of the ore in a i6-oz. Krienmeyer flask with 20 c.c. of hydrochloric acid 
(sp. gr. 1.20), and warm for half an hour. Add 20 c.c. of water and 20 c.c. of sulphuric acid, 
and evaporate till fumes of sulphuric acid are liberated. While the mixture is hot, add powdered 
potassium permanganate, a little at a time, until all organic matter is oxidised and an excess of 
permanganate is present. Heat for a few minutes, cool, and add 25 c.c. of water and a few drops 
of a strong solution of potassium permanganate to ensure complete oxidation. Add 50 c.c. of 
hydrochloric acid (sp. gr. 1.20), and evaporate as rapidly as possible, wiiliout causing “bumping,” 
until the hydrochloric acid is ex^ielled and sulphuric acid fumes are evolved. Continue the fuming 
for ten minutes. Cool, add a little cold water, dilute to 250 c.c. with boiling water, and determine 
the vanadium by titrating the hot solution with a standard solution of potassium ]>ermanganate. 

In most cases it is unnecessary to remove the insoluble matter; sometimes, however, it is 
advisable to do so. Place the ore in a lieakcr, add 10 c.c. of hydrochloric acid and 5 c.c. of 
sulphuric acid, evaporate till fumes of the latter are liberated, lake up with water, and filter into the 
flask. Then add 15 c.c. more sulphuric acid, and proceed as above. 

If arsenic and molybdenum are present, they may be removed from the dilute sulphuric acid 
solution before filtration by (M’ecipitation with sulphuretted hydrogen. 

Success with this method depends upon complete destruction of the organic matter arid complete 
oxidation of the iron, etc., by potassium permanganate. Some vanadium ores contain much 
organic matter. In treating these the sulphuric acid solution should Im? healed longer, and several 
cautious additions of powdered potassium {lermanganate should, be made. In some cases 
.preliminary calcination at a low Icmjieralute will save lime. Several other inetluxls are also given 
in the above mentioned bulletin. 

A comprehensive account of the analysis of vanadium ores of all types is given by W. 1 '. 
Bleecker in Met, and Chem, 1911, 9, 209, whilst the methods suitable for ferro-vanadium 
arc discussed by W. W. Clarke, Met. and Chem. Eng.^ t 9 i 3 » II» 91. 

Thanks arc due to the Int^national Vanadium Co., of Liverpool; The American Vanadium 
Co., of Pittsburgh, U.S.A.; and The Primos Chemical Co., of I'rimos, Delaware Co., U.S.A., 
for supplying certain information concerning the uses qj vanadium salts and alloys. 
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SECTION LXXXV 

THE INDUSTRY OF RADIO¬ 
ACTIVE SUBSTANCES 


By Atexandkr S. Russell, M.A., D.Sc. 

Late Carnegk Rci.carih Fellow and 1851 Exhibition Scholar of the Univenity 0/ Gla.\i:ynv 

Ll'I'ERA'l'URE 

E. Ku iHERFORI).—“ Kailioaclive Substances and their Radiations.” Cambridge University 

Tress, 1913. This is the l»esL Iwok on Radioactivity. 

F. SoDOY.—‘‘The Chemistry of the Kadio-eleineius.” Longmans, Green, X Co Tart I. 

(new edition), 1915. Tart II., 1914. These Ixjoks deal thoroughly with the chemical 
asjicct of Radioactivity. 

J. Jr>LY.—“ Radioactivity and Geolc^.” Archibald Constable & Co , 1909. Tins work 
deals with the distribution of radium, etc., in the earth’s crust, and gives in detail 
methods for detecting radium in minerals, waters, muds, etc. 

C. A. Taksons, in an article in Scienic (31st October 1913), gives a \ahiablc account ol 
the radium resources of the world. 

E. T. WUKRRY.—“Carnolilc near Mauch Chunk.” Bull. 580-II., U.S. Ceol. Sur. 
Washington, 1914. 

E. Euler and W. Render.—“ Trciraration of Radium.” Zeiis. anor;^. Chem.y 1914,88, 
255-264. 

Buli.EIJN 70, issued liy llic Bureau of Mines, UciMrlmcnt of the Inlcrior, Washinglon, 
U.S.A., 1913. This bulletin deals with the uranium, radium, and vanadium resources 
in the Western States. 

RADtUM.— J<c|Jort presented to the House of Kepiescntatives, U.S.A. See Chem. News, 
1914, no, 264-266, 276-278, 284 286, 301-302, 310-3:2 ; see also Jouru. Sec. Chem. 
1913, 616, 1066, 1107. . 

An excelfent account of the applications of radium for curing diseases is given in Westcott 
and Martindale’s “ Extra Pharmacopieia.” 

The following are the chief recent patents relating to the extraction, preparation, and use of 
radioactive materials 

BrUish.~zo,tii2, 1902; 11,926, 1905; 24,222, 1906; 14,760, 1909; 19,820, 1909; 25.504, 
1910! 778, 1911 j 14,471, 19U : 21,462, 19H ; 8,908, 1912; 2o,oSi, 1912: 24,887, 1912. 

iArrferf-SVa/w.—787,928, 1905; 788,480, 1905; 895,478, 1908; 907,066, 1908; 917,191.19091 
1,076,141, 1913; 1,065,581, 1913; 1,065,582, 1913; 1,084,734, 1914; 1,100,743, 19145 
1,103,600, 1914., 

370,749, 1906; 386,751, 1908; 406,299, 1908: 4:1,099, 19091 411,629, 1909J 
416,588, 1910; 418,455, 1909; 429.368, 1911; 440,236, 1912; 440,127. 1912! 440,236, 1912; 
455.189, 1913; 459.081, 1913: 456,990, 1912; 466,0:5, 191’ 1 466,850, 19:31 467,330, 1914. 

Cerman.—226,804, 1909 j 264,90:, 19*21 256,666, 1912; 269,541, 191:1 269,692, 1912; 
474.874. 1913' • 
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INDUSTRIAL CHEMISTRY 


INTRODUCTION 

History.—The discovery of X-tays by Rontgen in 1895'called attention to the study of other 
otecure radiations. Becqucrel, between 1895 and 1903, discovered the fact that uranium salts gave 
invisible rays which affected a photographic plate in the dark. In 1898 G. C. Schmidt and 
Madame S. Curie discovered that thorium salts acted in a similar way, and this led to the 
discovery of the radioactive elements, polonium and radium. 

In 1902 Geoffrey Martin {Ckem. News, 1902, 8$, 205) put fotward the theory that the radio¬ 
active elements are elements undergoing decomposition—the theory now universally accepted but 
received at the time of its puhlic.ition with open ridicule. Rutherford and Soddy, later in the 
same year, adopted the same view, which was put on a firm cvpenmental lasis by their classical 
researches. The evolution of helium from radium was first proved by Ramsay and Soddy in 
1903. Radium emanation was first recognised as a gas by Rutherford and Soddy in 1902. 
Fajans, Russell, Fleck and Soddy in 1913-1915 established the position of the radioactive elements 
in the periodic system. 

There are few departments of technical chemistry that have been more 
neglected in Great Britain than technical work in connection with the radium 
industry. Part of this neglect has its origin in the reception given by some 
prominent chemists in England to the chemical aspect of the pioneer work on 
radioactivity carried out by Rutherford and his colleagues in 1902 and the 
years that followed. 'I'he subject was regarded in many quarters as fantastic, 
speculative, unsafe, and of no importance, and it was generally taken for granted 
that any work that might be done in it could be conveniently left to physicists 
who possessed a knowledge of inorganic chemistry. The second and inore 
important reason has been the great difficulty of obtainirig in this country, either 
cheaply or in any quantity, the raw material from which the more important 
radioactive constituents could be worked up. The uranium ores are by no 
means plentiful in amount, and are only found in certain parts of the world. 
Again, immediately after its discovery radium was surrounded by a halo of 
romance by the press of England and the (Continent. .\ suhstance which had 
hitherto been of theoretic interest only, and of little use practically, was then 
declared to be a body likely to be of the highest jrractical value in the future. 
This speculative pronouncement had the effect of preventing workers from 
putting it to any practical use. The fortunate possessors of the raw material 
from which this substance could be extracted did what most people do with 
a thing that attracts general attention, they proceeded to make as much money 
out of the material as they could so long as it held the public mind. ■ The 
result has been that the prices of raw material and of purified maHerial alike have 
risen continuously, until at the present time only those who have large sums of 
mofiey at their back are able to obtain possession of it. 

Radium, mesothorium, or any other radioactive substance should never be 
bought without a guarantee as to its genuineness, its purity, and its amount. 
This can now be easily obtained at the National Physical Laboratory at Tedding- 
ton, in England. 


RADIO-ACTIVE ELEMENTS 

It is necessary, for the better understanding of what follows, that a short account 
be .given here of the theoretical work on radioactivity, in so far as it is necessary 
to explain things of a technical nature. The reader is referred to Rutherford’s 
book for a fpU account. ... . ; 

Radioactivity is an atomic phenomenon. The radioactivity of a radium atom,, 
fw, instance, is due^^o the element, radium, itself, and to that alone. It is in no’ 
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way increased or decreased >^hen that element is chemically combined with other 
atoms. It is nqjther diminished nor increased in the least degree by subjecting 
the body to any change of pressure or of temperature. Radioactivity is due to 
the expulsion of certain radiations, which are conveniently grouped under three 
heads according to their penetrating power. The least penetrating of the three 
is the a-particle, or, as it was formerly called, the a-ray. 

This radiation or particle possesses two positive charges of electricity, and is expelled by different 
radioactive atoms with different velocities, all of which, however, are of the order of one-tenth of 
the velocity of light. This particle hjis been definitely proved to have an atomic weight of about 
four, and is indeed a charged atom of helium. 

'The most penetrating radiation is called the y-ray. y-rays are of the same 
nature as X-rays, but many of the y-rays, though not all, expelled by radioactive 
bodies, are much more penetrating than any known X-ray. 

The most penetrating 7-rays, namely, those from mcsolhoriura, thorium D, and from radium C, 
are so penetrating tliat more than a centimetre of lead is required to reduce the radiation to half 
its value. The intensity of the radiation is reduced in gcijmetrical progression, as tlie thickness 
through which it has to pass is increased m arithmetical progression. Thus, if a centimetre and 
a half of lead reduce a radiation to 50 per cent, of its former intensity, three centimetres will reduce 
it to 25 per cent., four and a half centimetres will reduce it to 12J per cent., and so on. It is thus 
possible to detect the 7-rays from radium after they liave passed through twenty centimetres of lead. 
Other bodies absorb these penetrating rays directly in proportion to their density. Thus, aluminium 
has roughly one-fifth the density of lead. Therefore a sheet of the latter metal must be five times 
the thickness of one of tlie former in order to produce an equivalent reduction in the strength of 
a given radiation. 

The rays of intermediate penetrating power are called ^-rays. They arc of 
the same nature as the electrons or cathode rays which are produced in a vacuum 
tube by a discharge. 

They possess one negaUve charge of electricity, and are expelled with a velocity varying in 
magnitude from about 20-99 per cent, of the velocity of light. They ate able to penetrate up 
to about three millimetres of aluminium, and proportionate thicknesses of other metals and bodies. 

There are at present considerably over thirty bodies which expel one or more 
of these .three types of radiations. Each of these bodies is an element with 
definite chemical properties, and with an absolutely definite existence. 

A radioactive element differs in no way either in its chemical or physical properties from 
those of any commop element. It possesses, however, in addition, one property which common 
elements do not possess, namely, that in a given interval of time a certain definite proportion of the 
total number of atoms of the radioactive element break up or disintegrate with the expulsion of a, 
/ 3 , or 7 rays. _It is the atom which disintegrates. The atom, after the expulsion of the radiation, 
is obviously diflerenl in nature to what it was I'efore. It is a new atom, and the whole of the atoms, 
which are the resultant of this expulsion, form a new element. This may be made pl.ainer by taking 
an actual case. The atomic weight of the element, uranium, is 238.5. In any given interval of 
time a definite percentage of the total nUmlres of atoms uranium present disintegrate. The 
radiation expelled in this case is an a-particle, which has an atomic weiglit of 4. The resultant 
atom is entirely different in nature from the uranium atom. It is to be expected that a dis¬ 
turbance inside the atom itself, which has resulted in the expulsion from it of a particle of this 
magniludo, has disarranged the structure of the atom sufficiently to give it different chemical and 
physical properties. The atomic weight of the new atom is also four units less than the parent 
atom. In this particular ca.se the resultant atom is called uranium X. Its atomic weight is 234.5, 
and its chemical properties resemble very' closely those of thorium. It is therefore easily separated 
from uranium. 

Every radioactive element except uranium, tho iUm, and actinium is the resultant 
or product of some one radioactive element, and every radioactive element is the 
parent of some one other element. 

VOL. II.—23 
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Uranium, thorium, and actinium are called primary radioactive 
bodies. They are not the products of any element known.. They form the 
heads of the three disintegration series of radioactive bodies. 

A di^tegration series is simply an arrangement of elements in which every body is the 
product of the one coming before it, and the parent of the one following it. 

The four thit]g.s which are of interest in any radioactive body are— 

(t) What is its period of average life ? 

(2) What type of radiation does it emit I . 

(3) Into what body does it disintegrate ? 

(4) What are its chemical properties! 

The first of these requires some explanation. It has lieen staled above that in any interval of 
dme a definite fraction of every radioactive Imdy disintegrates forming a new body. This fraction 
is different for each body. 

If I, be the number of atoms of any disintegrating body originally present, the number after 
a time i has elapsed, I, and I, arc comteclcd by the eijualiorr— 


log I,-log 1, 

t,C,y -■■ ■ —A. 

• 434 ^ 

X is the disihteg^cition constant, li is ahvay^i dclcriuined cx])crimeiitally. ^ is ca]le<l the 

period of average life of the atoms of the Isxly. 

Any body which disirrlegrales or decays according to the equation abrrrc does so at such a rate 
that at the end of a certarn interval of time theie is one-half of the number of atoms present which 
there were at the commencement of the interval. This inters al is called the half-value period. 
The period of average life of any body is 1.443 t'uws 'he half-value period. 


In the following tables are tabulated the members of the three disintegration 
series, the radiations emitted by them, their ]jeriods of half-value, and their 
chemical properties. 'I'he chemical properties are for shortness expressed in terms 
of those of common elements. 


A, The Uranium Series 


Name of Element. 

Symbol. 

Radiation 

Emitted. 

llalf'Valuc Period. 

Co’mmon Body 
Possessing Chemical 
Properties Most 
Similar. 

Oranlum i 

Uranium .Xj • 
Uranium * 

" Uranium 2 

Ionium 

Indium 

Radium emanation • 
Radium A • 

. Radium B 

Radium C 

Radium D 

Radium £ • ' *' 

Polonium , 

Uri 

UrX, 

UrXj 

Ut2 

lo 

Ka 

RaKm 

UaA 

RaB 

RaC 

KaD 

RaE 

I’o 

a 

, fi. y . 
ti,y 

a 

a 

a, jS 
a 

a 

P,y 

<s>?,y 

?,y 

? 

a 

5 X 10“ years 

24.6 days 

1.15 mins. 

About 10® years 
About 2 X ity’.years 
2,000 years 

3.85 da>s 

3.0 mins. 

26.8 mins. 

19.5 mins. 

16.5 years 

5.0 days 

136 days 

Uranium 

Thorium 

Tantalum 

Uranium 

Thorium 

Radium • 
(In^rtgas) 
Tellurium 

Lead 

Bispntth 

Lead 

Bismuth 

Tellurium ‘ . 
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B. The Actinium Series 


• 

1 



! Common Body 

Name of Element. 

Symbol. 

Itadiation 

Emitted. 

Half-Value Period. 

1 Possessing Chemical 
i Properties Most 

' * i 




j Similar. 

Actinium 

Act 

None 

Unknown 

Lanthanum 

Radio actinium 

RaAct 

«, l>, y 

19.5 days 

Thorium 

Actinium aK 

ActX 

a 

10.2 days 

Radium 

Actinium emanation 

ActEm . 

a 

3.9 secs. 

Radium emanation 

Actinium A 

Act A 

a 

0.002 sec. 

Tellurium 

.\clinium H 

ActB j 

li 

36 mins. 

Lead 

Actinium C 

AetC ! 

a 

2.1 mins. 

Bismuth 

Actinium 1) • 

AclD 

ft 7 

4.71 mins. 

, Thallium 


C. The Thorium Series 


' 




Common Body 

Name of P^ement. 

Symlx)!. 

Radiation 

Emitted. 

Half-Value Period. 

Possessing Chemical 
Properties Most 





Similar. 

Thorium • - - j 

Th 

a 

About 1.3 X 10’^'years 

Thorium 

Mesothoiium i - ! 

M.sThl 

None. 

5.5 years 

Radium 

Mesolhoriuin 2 • ' 

MsTha 

ft 7 

6.2 his. 

LVetinium and 
{ Lanthanum 

Radiothorium • • ' 

RaTlt 

a 

2 years 

Thorium 

Thorium X • 

ThX 

a, li 

3.65 days 

Radium 

Thorium emanalion • 1 

ThEni 

a 

54 secs. 

Radium emanation 

Thorium A • - ‘ 

ThA 

a 

.14 scr. 

Tellurium 

Thorium B - 

Till! 

y 

10.6 hrs. 

Lead 

Thorium C - 

The 

t>t 7 

60 mins. 

Bismuth 

Thorium D - 

ThI) 

ft 7 

3.1 mins. 

Thallium 


One or iwo alleralions cif a minor characler aoulri rerjuire to i>e maiie in the alarve tattles to 
represent the present state of knowledge. The omissions relate to branch products. These 
products, however, are of no practical interest. Kach body dcscrilad above is the parent of the 
body following it in the table. 

Exrqrt in the Ciisc of thrrriuiH A aiul actiiiitini A, llio chciHiail projxtrtics of 
all the radio-elenieiUs have been tlelerniiiied e.xperiinentaDy. A rule has also been 
found (Soddy, 'Chem. Ntws, 1913, vol. 107, p. 97) by means of which, from a 
knowledge oi the chemical properties of an element, and the radiations expelled 
by it and by^all its products, the chemical jiroperties of any subsequent mcniber 
of its disintegration series can be (iredicted. T'hese predictions in every case 
agree with the experimental results. It will be seen from the tables that radium 
B, thorium B, and actinium li are all described as being similar in chemical 
properties to lead. • * 

The properly of radio-elements, heing'very sinidai in chemical properiies to common elements, 
is one of the most extraordinary phenomena in the subject, but it is a thing that greatly simplifies 
chemical work. Thorium B, for instance, is so similar to lead that there is no known method of 
separating one from the other, or of even concentrating one in a mixture of both in the least degree. 
To separate thorium B from other radioactive bodies, tbereforc, one requires only to add a trace of 
lead to the active solution, and separate the lead by ordinary methods. It wilt be found that thorium 
Bis separated qqantilatively with it, and is free from all other radioactive botlies except those which 
have the same chemical properties as lead, or which have grown from the thorium B between the ' 
lime of separation and the lime of examination. The. same principle can be applied to separate 
other radioactive elements. 

A body is said to bo in equilibrium with its product when the ratio of the 
amount of the product to that of the parent body remains constant with time. In 
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such a fase the amount of the product produced by the transformation of the 
parent substance in any time most equal that transformed into a third body. If a 
product be wholly removed from its parent substance, it grqws again in the pareut 
body according to an exponential law with the time which is independent of the 
period of the iwent .substance (unless the period be very short), and depends on 
the half-value period of the product grown. 

Thus if radium emanation lie removed from a solution of radium it decays U> half value every 
3,85 days, that is to sty in 7.70 days there is only 25 per cent, of the original (|uantily of cmanalkm 
left, after 11.55 tlajsonly 12) percent., and so on. But 103.85 days 50 per cent, of the e(|itilitiriunt 
quantity of radiiini emanation has formed again in the radium solution, 75 |)cr cent, in 7 70 days, 
87J pet coni, in 11.55 days, and .so on, the rate at which the emanation forms in the solution 
depending only on the half-value period of radium emanation and not on that of radium itsidf. 

Radioactive Bodies of Technical Importance 

It is clear that only bodies of reasonably long periods tan be of technical 
importance. 'I'ltcse tire radium, mesothorium i, radiothorium, radium I), 
polonium, and ionium. 

It will Itc noticed that tout bodies of long peri.id have lieen omitted, \r.. iiiniunt I and 
uranium 2, thorium and actinium. The reason for the omisMon of the first Ihiee 1. 1' .it tltey are 
too inactive to he of importance, that is to say, Itie proportion of the nunds-r 11 I'o 1of anv of 
these bodies tweaking up per hour to the total number is so small that they are of no p .1 tical itse. 
The reason for the omission of actinium is due to the fact that no one has y el sit ;jed in con¬ 
centrating it from the large mass of lanthanum which associates with it in the process of separating 
actinium from a mineral. Were this possiide, aetininm would he a liody of some technical itnpirfanee. 

The second and third of the six bodies iitimccl tibove belong to the thorium 
series, the other four to the uraniuin series. The sources of these six bodies are 
therefore the sources of the two eieinents, thoiiuni and uraniuni. 

Sources of Thorium 

The chief sourites of the element thorium at the present time are the monazite 
sand deposits of Brazil, Travancore, and North and South Carolina (see under 
Thorium, p. 292). Practically the whole of the tlioriiim used for making incan¬ 
descent gas mantles is extracted from ore from these sources. As these are the 
best and rheai>est sources known at present for this industry, they must also be 
the best and cheapest sources for mesothorium and for radiothoriuip. 

The prepaialion of the.se bodies i.s, therefore, a by-product in the thorium industry, and 
anybody engaged in separating thorium on a large scale can, by performing a few more chemical 
operations, prepare at the .same lime preparations of these radioactive bodies. 

There is another source of mesothorium, but it can be used only for the 
production of small preparations, and that is the mineral thorianite. 

Thonaoite is a mineral found in Ceylon, containing aliout 70 pet cent, of ThOa and aliout 
1030 per cent, of UaO# and oxides of other rare earths (sec p. 296). Were this miner^ to be .sold 
in the market at a cheap rate it would he the best source of all these liodtes, for it is raucli more 
easily worked up than monazite sand. Tliere is, liowever, only a small quantity of this mineral in 
existence, and llietefore it cannot he used to extract preparations on a commercial scale. 

As the thorium industry has been dealt with in a separate section of this 
work (p. 291). it is not proposed to deal further with it here. This can be said, 
however, that as long as the supplies of monazite sand are available, and there is 
no sign at present that they are approaching exhaustion, so long will quantities of 
-mesothorium and radiothorium be obtainable as by-products in the industry. 

Sources of-Uranium 

The natural occurrence of uranium ores has already been considered (see p. 369), 
and it will only be neces.saiy to consider here a few details of special interest in 
l^npection with the radium industry. 
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The. original source of uranium, and therefore of radium and the othfr radio¬ 
active bodies of the uranium series of technical importance, was the pitchblende ; 
mines of St Joacbimsthal which are owned and worked by the Austrian ^ 
Government. 

Pitchblende has been the most fruitful source of radioactive material? up to the 
present, and most of the radium now in use has been extracted from this ore. 
These deposits are now alleged to be worked out. 

Originally this ore was sold at sucli a price that after allowing for the cost of extraction of 
radium, the radium could he sold at less than los. per milligramme of raditlin bromide. Gradually, 
however, the price of the ore rose, till at the present time a milligramme of radium bromide costs 
alrout ;^I5, though as is well known the actual cost of extracting radium on a large scale from a 
high grade ore, such as that obtained from the Austrian mines, dm ml exceed per milligramme. 

With the gradual exhaustion of the St Joachimsthal mines, and the difficulty 
people had in obtaining, for any money at all, radium from the Austrian Govern¬ 
ment, a general search was made over the world for new deposits. The most 
fruitful source has been located in America, and it looks at present as if there and 
there alone is a chance of obtaining radium and other products in sufficient 
([uantities to meet the demands of the world. 

The Cornwall mines of England have been described as being good sources 
of radium, and two com|Kinies have been formed to extract this substance from 
them. It must be confessed, however, that the results have been disapjaiinting 
up to the present. 

(Jtiantities of a mineral allied Autunite (p. 370) were recently discovered in 
Portugal. Autunite is a phosphate of calcium and of uranium of great puritv, 
when freed from the gangue with which it is associated. Much of the radium in 
equilibrium with the uranium, however, has been washed away from it by percolating 
water. There is no evidence that anything more than a few hundred milligrammes 
of radium bromide have been extracted from this source. 

'I’lie most important ore in America, and, indeed, the most important iind 
most fruitful ore of radium known at the present time, is Carnotite (]). 3^9). 

It must be understof)d that the extraction of uranium ores on a large sealt; has 
only just commenced in the United States. Until a year or so h,as elapsed, it will 
not be possible for anyone to s.ay definitely what (luantity of radium can be extracted 
from these mines. At present we arc eonfined to estimates madt^ by experts on 
the spot. ^Oflicials from the Bureau of Mines have declared that there is enough 
ore in Colorado to produce at least 180 g. of pure radium. This is the lowest 
estimate of all. Others have placed the figure as high as yoo g. 


The Manufacture of Radium 

Until recently the manufacture of radium has been carried on in France, 
Germany, and in Austria. Even the ore obtained from the Cornwall mines was 
mostly shipped to France to be worked up. In America and Australia radium 
is now being extracted. The essential methods of treatment are of course well 
known, and all that is required is the adaptation ef these to the mineral carnotite, 
a mineral which is easier to work up than pitchblende. 

A National Radium Institute, having a right to work certain claims in Denver, is alicady (1913) 
at work in conjunction with the official Hureait of Mines, and already 100 tons of high grade 
carnotite oie have been mined, A great deal of ore, however, is still lieing export^ to the 
Continent, and there is at present so great a demand for it that carnotite ores, containing as little 
as one per cent, uranium oxide, find a market on the Continent, 

The Curie-Debierne Process of Radium Extraction.— In extracting 
radium from any uranium ore, the most important operations are the separation of 
the mineral proper from the gangue and impurities which are mined with it, the 
solution of the niineral, the separation of the radium with the barium of the mineral 
as sulphate, and, lastly, the fractionation of the barium-radium product to obtain 
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pure radium. The first of these is effected by mechanical or other mean.s, which 
need not be discussed here. The reagent for effecting solution of the mineral 
depends on the particular composition of the mineral. . In the case of car- 
notite, which i,s now the most abundant ore, the Solvent is a dilute solution of 
hydrochloric acid. From this solution the bodies whose sulphates are difficultly 
soluble are precipitated. In these insoluble sulphates, the radium of the mineral 
is found in almost quantitative amount, as radium sulphate is even more difficultly 
soluble than Irarium sulphate. The sulphates are then converted into carbonates- 
by vigorous boiling with sodium carbonate solution, filtering and washing free from 
sulphate. The carbonates are then treated with pure hydrochloric acid, which 
dissolves the alkaline earths and radium. From this solution the latter may be 
precipitated as sulphates by sulphuric acid, converted back into carbonates, and 
the carbonates dissolved again in pure hydrochloric acid. In this way barium and 
radium are separated from the other impurities, namely, iron, lead, and calcium, 
which are usually associated with it. 

' Accordini; to K, Stcrnlicht (Chem. '/.til., 1914, 38, 49), piichbtende {average uraninni content, 
45 per cent.) i.s worked by this process at the Austrian .State radium factory as follows:—The 
nranimn ore is roasted, the uranium removed, and the residual sulphates of (la, Ba, Er, and Ua 
which remain ate converted into carbonates by boiling with concentrated Na«CO.j solution. The 
carbonates are then converted into chlorides, and the radium separated by fraciional crystallisation 
of the chlorides. The process, however, is very laborious, and yields only 80 per cent, of ibe 
original radium content. 

The French factory of Armct de Lisle, however, extracts the radium directly from their 
uranium ore by treating with IICI. They work with materials containing only a very low 
percentage of radium, principaliy “uranium mica,” “uranium ochre,” carnotite, and autunite. 
They attain a yield of 70 per cent, nadium, but the process is difficult and costly. 

The Uizer Somner Method of Radium Extraction (see English 
Patent, 19,820, 30th August 1909).—The material containing radium is first treated 
with concentrated H0SO4 for some weeks at the normal temperatures, or a few hours 
at a boiling temperature, or it is fused with acid sulphates; and the residue remaining 
after repeated washing is boiled, under pressure, with concentrated solutions of 
caustic alkalis or alkali carbonates, or is melted therewith; the melt is treated with 
water, and, after further repeated washing, the residue is boiled with dilute sulphuric 
acid. The same effect is attainable by treating first with alkaline agents and 
then with acid agents. The residue which remains (about 0.5 per cent, of ore) 
contains all the radium as RaSO,. 

The following example i.s quoted 100 kilos of Bncly ground pitdihlcnde residue are heated with 
about 400 kikxs of crude concentrated H«S04 for several hour.s, until the acid begins to fume. When 
the dark brown colour of the mixture has chained to light brown or grey, the ma.ss i.s poured into 
I0‘20 times its volume of IL/X boiled, settled, and solution decanted. The residue is wa.shed twice 
with water, collected on a 6Iter, and dried. The re.sidnal mass (45-50 kilos) is now heated with 
I30'J50 kilos of commercial NaOH in iron crucibles for one to two hours until thoroughly melted. 
The mass is Imiled several times with llgO (1,000 litres each time), decanted, and fitters. 

. The moist residue is Ixiiled with 5 kilos of dilute (20 per cent.) H^SO*, filtered, and washed; 
9.5 g. of crude sulphates remain. 

The radium factory in Ncu!enl)ach use this i)rocess with good success, recovering 97-98 per cent, 
of radium. 

W. F. BleecKcr and the SlandariJ Chemical Co., of Pittsburg, U.S.A., suggest treating the 
Carnotite ore as follows (see U.S.A. I’atents, 1,068,730, 1913, and 1,065,581, 1913);—The finely 
.^wwdered carnotite ore is successively treated with (i) a solution of NaOH and NajjCOs 
l^tly soluble vanadates and insoluble sodium uranate. (2) The residue, after washing, is ^xtractedk. 
with dilute HCl to produce radium, vanady), and uranyl chlorides. (3) Next Na^O^fs added, 
whereby RaCO^ is precipitated, sodium vanadate (partly soluble) and sodium uranyl carbonate 
'(soluble) being simultaneously pr^uced. (4) To the residue, after washing, HCl is added to produce 
RaCls (soluble) and vanadyl chlorides. (5) I^astly, H2SO4 is added, the Ka being precipiUted as 
RSS<>4, and the Va going into solution as soluble vanadyl sulphate. See under Vanadium, 
Section LXXXIV, 

F. Soddy, in his “Chemistry of the Radioelements,” p. 45, recommends rtat; 
the tedious and Ifngthy wet methods for extracting the barium-radium product 
.. fj^ the miner;^ at presM in use could with advantage be replaced in,many cases 
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3 y simple reduction of the insoluble sulphates to sulphides in a current of coal- 
gas, or other reducing atmosphere, followed by solution of the product in acid. 

E. Ebler and W. Bebder [Zeits. anorg. Chem.f 1913, 83, 149-158) .sugg(^st reducing the dry 
powderetl crude “ sulphates ” of radium, liarium, etc., to sulphides hy mixing with calcium hydride, 
pressing into a crucible, and kindling as in the alumino-thermic method, when the following change 
takes place:—RaS04+4CaH2=RaS h 4 C.a 04 4H2. The reaction product is cooled, powdered, 
rapidly dissolved in hot dilute HCl, and the HoS expelled by bcjiling. The Pb present remains 
undissolved as PbS, also .SiO^ is insoluble. The whole of the radium is then separated as 
pure r.adium-barium chloride, by evaporating, if necessary, and treating with HCl gas until alx)ul 
75 \yei cent, of llie Ba is deposited. A total recovery of 75-80 t>er cent, of tlie Ua is claimed, 

U. Sternlicht {Chetn. 1914, 38, 49), however, criticises adversely the method, on account 
of the technical difficulties evolved, the cost of the Calf.,, the rapid re-oxidation of the precipitated 
sulphides to sulphate, and the fact that it can only be applied to ores rich in radium and poor in 
barium. 

Separation of Radium and Barium.— The hvst stage in the operations 
consists of the separation of the radium from the barium by fractional crystallisation 
of either the bromide or the chloride. Formerly this crystallisation was effected with 
the chloride, later the bromide was used instead, as the operations were much more 
rapid; but owing to the fact that the chloride is a much more stable compound than 
the bromide, and parts with its halogen much less readily on keeping, fractionation 
is now conducted on the chloride. 'I'o carry out this operation we proceed in the 
usual way, the operation depending on the fact that radium chloride is less soluble 
in hydrochloric acid than is barium chloride. 

Kunlieiin & Co. (German Patent, 264,901, 1912) pro|iose to effect the separation of Eaand Ra 
liy using such salts as picrates, hromates, and ferrocyanides. As solvents, .alcohol and acetic acid 
may lie used instead of water. 

E. Ehler and W, Bender anor}^. Chem.^ 1913, 84, 77*91) .suggest the use of haalrated 
manganese diositlc as an absorlient for raditim-liaTium luilts. The process, however, according to 
R. Sternlicht (Vhfni. '/.eit., 1914, 38, 49), has not come into general use. 

Most of the radium on the market is in the form either of chloride or of bromide. 
It is usually sealed up in tulres of thin glass, the reason for doing so being not 
only for safety, hut also to prevent escape of the emanation, and with it its products, 
which together contribute themselves more than three times the activity of radium 
itself measured by u-rays, and the whole of the activity measured by /?- and y-rays 
(see Table A above). It is essential that the salt, whether it be pure or whether it 
be niixcd with barium salts, be quite dry before it is sealed up. If it is not, the 
increasedn pressure inside the tube due to the formation of hydrogen and oxygen by 
the action of the radiations on the water may cause the tube to burst, and the 
material to be scattered about and lost. 

Of the chemistry of radium compounds little need be said, except that they 
resemble veiy much the corresponding compounds of barium. 

Radium «;ulphale is more insoluble than barium sulphate, railium chloride more insoluble in 
hydrochloric,acid than barium chloride, radium bromide more insoluble in bydrobromic aCid than 
barium bromide. Radium carUuiate is easily soluble in hydrochloric aci<U Radium mcUl has been 
prepared, but it is very rapidly oxidised, and is of strictly scientific interest only. 


The Separation of Ionium, RatAolead, and Polonium 

Of these three bodies the most useful for medical purposes is polonium. 
Polonium is useful because it expels an a-ray of moderately great penetrating power, 
and can be easily obtained pure and in a highly concentrated condition. 

Preparations of ionium have also been placed on the market by a Hamburg 
firm, and it is very probable that for some technical purposes preparations of this 
body will be used in the future. 

Ionium is the parent substance of radium. It is therefore found in all 
minerals which contain uranium and radiur . Its chemistry may be stated 
accurately in a sentence. It is so similar in all properties to the element thorium 
that it is impossible for it to be separated from that body when once the two hav^. 
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been miised. In working up any mineral on a large scale, the ionium is rjuantita- 
tively separated with the rare earth constituents, and in the fractionation of these 
bodies by the usual methods it associates itself quantitatively with thorium. The 
whole of the ionium constituent of any uranium mineral can therefore be obtained 
by fractionating the rare earth con.stituents of it, and separating out and purifying 
the thorium by the well-known methods. There is not the slightest risk that any 
of the ionium will associate itself with any body other than thorium. 

Preparation.s of ionium have been obtained weighing several grammes, and 
equalling in a-ray activity 30 milligrammes of radium chloride. 

Most of tlie.se prepar.itions, however, consist of thorium with .1 few per cent, of ionium only. 
Owing to.*! relatively great amount of an almost inactive liody being associated wilii a small quantity 
of a very active body, much of the uscfulne.ss of the ionium is lost. I’tire ionium can he obtained 
by working tip a uranium mineral which contains no trace of thorium at all, but such minerals have 
not yet been located, though in many the amount of thorium present cannot he detected in the 
gramme or two of it used for making a quantitative analysis. 

Radiolead is a name given to radium D, containing radium E and polonium 
in equilibrium with it, in other words, to an old preparation of radium D. The 
reason for its being called radiolead is that it was alw.ays found with the lead 
impurity of a uranium mineral. Radiolead is of technical imporlttnce only because 
it grows polonium. Neither radium 1 ) nor its product, radium E, expel any 
radiation except feebly penetrating /8- and y-rays, nor is it possible to obtain radium 
D free from the relatively large mass of lead which is separated with it from the 
mineral. 

Radium D is so similar to lead in all its chemical and its ph) sical properties 
that it is not possible for it to be se[>arated from it, or even concentrated in 
a mixture of both substances. All uranium minerals, with one or two minor 
exceptions, contain lead as an impurity; the few which have no lead have 
none because the lead which it originally contained has been removed from it by 
percolating water or other natural agencies, which often remove at the same time 
a good proportion of the radium content, and of the radium 1 ) content. For 
this reason it is impossible to obtain pure radium D from a radium mineral. If 
a preparation of nearly pure radium D be wanted for any purpose it may be 
obtained as follows;—To an old solution of radium salt add a few milligrammes 
of lead in the form of nitrate free from sulphate, heat the solution to boiling, and 
add to it exces.s of a solution of H.^S in water. 'I'he whole of the radium D, 
radium E, and polonium which have formed in the radium solution are precipitated 
quantitatively with the lead as sulphide. This precipitate may be then filtered off 
and used as a source of radiation on the filter paper. 

The only lead or other impurity associated now with the radiolead is the few milligrammes of 
lead that were added to the radium solution. If this operation be performed once only, a small 
quantity of the radium will be found present with the radiolead. This can be removed by 
dissolving the lead in acid, repeating the precipitation with HjS, and filtering, the radlUm impurity 
remaining in the filtrate. 

The methods for the separation of polonium from a mineral depend on 
the fact that polonium is the missing top fnember of the sulphur, selenium, and 
tellurium series (group VI. B of the Periodic Classification). The method for its 
separation from a preparation of radiolead depends on the great ease with which 
it is deposited on plates of metal when these are dipped into a solution "con¬ 
taining it.. 

After tellurium, the body which polonium resembles most is bismuth. In any 
technical process of working up a uranium mineral it is necessary, therefore, to 
examine the bismuth constituent of the mineral when it is separated out, and 
from this to cpqrentrate the polonium. Thus, from one ton of Joachimsthal pitch¬ 
blende, about 3 kg. of bismuth oxychloride are obtained. This contains the' 
greater part of the ^Ionium content of the mineral. From it Mme. Curie 
senajated the oolonium from the bismuth bv fractional orecioitation of the busic 
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nitrate with water, by fractional precipitation from solutions made very acid with 
hydrochloric acid, and by sublimation in vacuo. Later, Marckwald separated 
it from bismuth and other impurities by immersing a plate of silver or of copper 
in a hydrochloric acid solution i>f all, the polonium being deposited on the plate 
in almost quantitative amount. He found also, by adding a small quantity of 
stannous chloride to the solution of polonium and impurities in hydrochloric acid, 
that the tellurium impurity, and with it the polonium, were precipitated. From 
this mixture most of the tellurium could be removed from the polonium by 
dissolving both in not too acid a solution, adding hydrazin hydrate (which pre¬ 
cipitates the tellurium, but not the polonium), and precipitating the polonium from 
the solution by stannous chloride. This is at present the best method known 
for .separating polonium from a mineral. 

When polonium has to be separated from a i)reparatif)n of radiolead, the 
procedure is much simpler. If the radiolead preparation contains much lead, all 
but a few milligrammes must be removed by fractional crystallisation of the nitrate 
from a solution of nitric acid. To carry this out the preparation of radiolead 
containing the lead is dissolved in nitric acid, and evaporated, till on cooling some 
of the lead crystallises out. Most of the polonium remains in the solution with the 
rest of the lead. This operation is then repeated several times, till only a small 
quantity of lead (a few milligrammes) remains. The solution can then be 
evaporated to dryness, and redissolvcd in the smallest quantity of hot water 
necessary to effect solution. In this solution is rotated a clean copper plate, 
varnished on one side with llrunswick black or other similar material to prevent 
deixrsition on it of the polonium. After about ten minutes the plate can be 
removed. The greater part of the polonium in the solution will be deposited on 
the plate. In many cases the projrortion is as high as 95 per cent. If the amount 
of lead associated with the radiolead be small, the irreliminary operation of 
removing the lead by fractional crystallisation may be omitted. 

Preparations of polonium may be used for all jmrposes in which a very strong 
source of a-rays in a concentrated form is required. Polonium possesses the 
advantage over ionium, that the former can be [rrepared in a more highly ))urified 
form than can the latter. Ionium, howevei, owing to its long half-value period, 
may he looked uixm as being permanent in its activity. A preparation of polonium, 
on the other hand, decays, falling every 136 days to half value, only about one- 
seventh t f the total amount at the beginning of a year existing at the end of it. 

Other mfcthods for purifying radium E and polonium are described by A. S. 
Russell and J. Chadwick {Phil. Afag., 1914, 27, 112). 


The Serration of Mesothorium and Radiothorium from 
Thorium Minerals 

The radioactive body, meSOthorium, has come greatly to the fore within the 
last two or three years as a serious competitor with radium in the radium markets. 
Owing to the very large quantity of thorium used in the gas-mantle industry, in 
which, as has been stated above, mesothorium is a by-product, it will probably be 
very largely manufactured in the future. Owing to the fact, however, that thorium 
forms only a very small percentage of the constituents of monazite sand, and that its 
product, mesothorium, associates itself with the insoluble sulphate residues of the 
mineral, the extraction of mesothorium from monazite is a somewhat costly process. 
Another disadvantage which attaches to it is that it is not permanent, but decays, 
its half-value pqriod being 5.5 years. 

Mesothorium is identical in chemical properties with radium. Pure mesothorium 
behaves exactly as though it were radium. If mesothorium and radium are 
mixed together they cannot afterwards be sejrarated. 

To separate mesothorium, therefore, from any mineral, it is neces.sary only to 
add a little barium chloride to a solution of the mineral, to precipitate the 
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barium as sulphate from this' solution, and to fractionate the insoluble sulphate 
precipitate by exactly the same methods as are used for fractionating radium. 

If the mineral shows from Its analysis that it contains Kiritim, it is, of course, not necessary to 
add any liarium salt to its solution. 

All the methods employed at present in preparing mesothorium on a large 
scale are based on this general method. 

For instance, in the first stage of the chemical treatment of monazite sand 
for the extraction of thorium the mineral is heated with about twice its own weight 
of sulphuric acid. The resultant mass, when cold, is treated with water and the 
whole left to settle. The thorium itself goes mainly into solution. Now if a little 
quantity of barium is added either before or during the treatment of the ore with 
sulphuric acid, the mesothorium will be separated from the soluble thorium after 
the treatment with water, associating itself with the difficultly soluble sulithates. 
Barium and mesothorium can then be separated from the other sulphates by the 
ordinary methods used for purifying barium under such conditions. The 
mesothorium is finally separated from barium by fractional crystallisation of the 
chloride, 'i'he preparations of mesothorium on the market are usually in the form 
of chloride sealed up in glass tubes. The impure preparations contain in addition 
both barium and radium. The purest contain radium only as impurity. The 
reason for the presence of the radium is, of course, that mesothorium and radium 
have the same chemical properties, and therefore all the radium of the mineral 
gets concentrated with the mesothorium. If the thorium mineral contained no 
uranium whatever there would be no radium content, but most thorium minerals 
(including monazite sand) contain a small [ren^entage of uranium, and therefore 
some radium, and this is separated with the mesothorium. In moit jneparations 
of mesothorium now being sold about So per cent, of the activity of the whole 
preparation is due to the mesothorium, and as much as 20 per cent, to the radium 
with it. Weight for weight, however, the preparation contains about 99 per cent, 
radium chloride and i per cent, mesothorium chloride, the radium, having much 
the longer period of average life, being present in much greater mass than the 
mesothorium. The radiations from an old preiraration of mesothorium are 
essentially the same in nature as those from radium. All three types of radiations^ 
are expelled by it. Mesothorium itself is rayless, but its first product, mesothorium 
2, expels a powerful fi- and y-radiation. This body is very short-lived, forming 
radiothorium which, with its products, gives a (rowerful a-radiation. This radiation 
can be made use of only when the preparation is removed from the tube, since the 
glass walls, of the tube absorb most of the jS-rays and all of the a-rays emitted by 
the products. 

Owing to the formation of the radiothorium, a body having a ‘half-value period 
of' about two years, and the fact that mesothorium itself has a half-value period of 
5.'5 years, the n-ray activity of a preparation of mesothorium steadily increases for, 
about 4-6 years. During this time the /i- and y-activity is augmented owing to thttf 
•formation of thorium C and thorium D. After that time all three types of radiation ' 
decay in intensity, exponentially to zero, with a period of 5.5 years. 

Radiothorium, the otheirimportant radioactive constituent of thorium minerals, 
cannot be separated directly from the mineral. The reason for this is that radio-, 
dtoriura and thorium have identical chemical properties. Nobody who has attempted 
the separation of these two bodies has been able, up to the present, to effect a" 
separation or to detect the slightest difference in any of their chemical properties. 
The radiothorium of a mineral is, therefore, separated quantitatively with the'; 
thorium. The only method of preparing radiothorium is to prepare it from 
quantity of mesothorium. A preparation of pure mesothorium, after being 
for a year to grow radiothorium, is dissolved in a little hydrochloric acid, jji 
solution of h small quantity of aluminium nitrate, or of any inorganic body wh^; 
is precipitated hy ammonia, is added to the solution, and the whole saturatedn^ ) 
ammonia eas. The aluminium is orecioitated as hvdrate. and with it is orecloittf^l 
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the whole of the radiothorium. The mesothorium, and any radium present, j'emain 
in solution. The amount of aluminium necessary to be added is simply enough 
to be conveniently filtered, about a milligramme or two. Many of the 
preparations of commerce contain thorium, this body having been uSed instead of 
aluminium in the precipitation of radiothorium by ammonia. 

Radiothorium has two uses in medical work: it is not only the producer 
of a constant supply of thorium emanation, but also the producer of the highly 
active deirosit of thorium. 

In order to get a plentiful supply of emanation from a preparation of radio¬ 
thorium, the substance should be placed, in a slightly moist state, in a lube with 
narrow ends. Hy means of suitable apparatus a current of air may be passed over 
the preparation, removing much of its emanation, which may be inhaled or put 
to other use. 

For many purposes in medical treatment with radioactive preparations a temporary activity 
only is required. For instance, it may be necessary for the patient to swallow some radioactive 
material. It would he manifestly unwise to put a valuable preparation to this use. This difficulty 
may be overcome by separating, by chemical me,ins, thorium X from the radiothorium preparation. 
The whole of the thorium X may he easily removed by rlissrdving the radiothorium in acid and 
jtassing in ammonia gas. This precipitates the radiothorium and its nucleus quantitatively, leaving 
in solution the thorium .\, which is chemically identical with radium and mesothorium. The 
ammonium salts may be removed by evaparation of the solution and ignition, and the thorium X 
may then Ire redissolved and used. The activity of the radiothorium is thus not destroyed, for in 
a month’s time it has grown its equilibrium amount of thorium X again, and this rpianlity can Ire 
separated as before if it he necessary. 

It may be pointed out that thorium X cannot he obtained in this way from mesothoritim, owing 
to the identical properties of the two. 

Radiothorium loses its activity much more quickly than mesothorium, falling 
to half value every two years. I'hus after ten years only about 3 per cent, of the 
original quantity of material is left. 


Methods of Testing the Strength of Radioactive Bodies 

The .strenjjth of any radioactive body is measured by the intensity either of its a- or of its ■y-rays* 
and ail activities are referred to the a-ray activity of i }». of radium in the form of metal, or to the 
7-ray activity of the quantity of radium C in equilibrium with i g. of radium metal. The amount 
of radium emanition in e<{uilibrium with i g. of pure radium metal is called a curie. Thus 5.8 
millicuries of emanation is the amount of emanation in equililirium with 5.8 mg. of radium metal, 
with 7.6 mg. of radium chloride, or with 9.9 mg. of anhydrous radium bromide. 

A c >rie cupels per second the same number of a particles as i g. of radium metal. Since, 
however, radium A and both of which expel a particles, soon form in the emanation, a curie 
of emanation in equilibrium witli its short-lived proilucts expels per second three times as many 
a-particles as does a gramme of radium freed from its products. The intensity of every product 
in the uranium-radium series should be expressed in terms of grammes or milligrammes of metallic 
radium. There nan then lie no doubt what is meant by the unit used. Fonnerly, activities were 
often expressed in terms of what were known as Mache units, and sometimes in terms of the a-ray 
activity of uranium. Such units are not only unscientific, but also unbusinesslike, for they are not 
definite units which are accepted everywhere. * 

It is customary at the present time, for instance, to talk about 5 mg. of polonium. This does 
not mean 5 mg. of polonium by weight, but tliat quantity of polonium which is in equilibrium with 
5 mg. of radium metal or 5 millicuries of emanation. Similarly 300 mg. of radium C means the 
quantity of radium C in equilibrium with 300 mg. radium metal or 300 millicuries of radium 
emanation. * s 

Again, 4 mg. of itmium means the amount of ionium with which, in a mineral, 4 n^. of radium 
are in equilibrium. Tlie amount by weight of any product of the uranium-radium series can always 
be obtained by multiplying its activity expre^ed in terms of milligrammes of radium metal by its 
period, and dividing by the period of radium, and via versa. 

Preparations of mesothorium and of radiothorium are standardised and sold in terms of the 
7'ray activity of 1 mg. of radium C, i.e.y the y-ray activity of the radium C in equilibrium with i 
mg. of radium metal. As the penetrating power of the y-rays from the ilmrium preparations and 
from radium ore not quite the same, it U usual to measure the intensity through 3 mm. of 
lead. Thus a preparation of radiothorium when in equilibrium with its product, thorium X, gives,. 
50 divisions per minute in a y-ray electroscope throu^ a thickness of 3 mm. lead ; when i mg, of 
radium chloride containing the emanation in equilibnum amount gives 12, then the strength ofihe 

radiothorium preparation is mg. of radium at the date on which the measurements were 

' 12x297 ® 

madCw Mesothorium preparations have their activities expressed in the same way. 
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This sUmdardisation is now rarried out for a small fee by ex|>crts at the National Phyiid 
Laboratory, Teddmg;ton, in £ng;land. KverylKxIy buying radium, mesothorium, or radic 
thorium should insist on ha^ing the official ccrlihcales of its strength and purity furnished by thi 
institution. 

The strengths of preparations of ionium and of |>oloniun{, if very strong, may Ik; measured b 
measuring the current a film of the material produces in the air of an ionisation l>ox and comparin, 
it with the current produced in the same ionisation l)ox by a known quantity of a radium salt, th 
measurements of the current being determined by an electrometer. If the preparations are to 
weak to allow of this l>eing done, the number of a-pariicles expelled by a known area of the filr 
may he compared with that expelled by a small (juantily of radium, the measurements l)eing mad 
by the scintillation method. 

The radium emanation content of a mineral, of any soHil prei^ration, or of any solution con 
taining it, is measured in a special emanation electroscojx'. The procedure consists essfentially c 
getting the radium-containing solid completely into solution, e\{>ening the radium enranatioi 
completely from it, allowing the emanation to accumulate in it for a definite time, say forty hourj 
transferring this quantity of emanation completely from the solution into an air-tight ionisatioi 
chamber, and measuring the activity of the cmanaiion and its protluets three hours after it has beei 
in this chamber by means of an electroscope. The electroscope is standanliscd by introducing i 
known quantity of emanation either from a small hut known quantity of a radium salt, or fron 
a uranium mineral, the ratio of the quantity of radium to that of uranium of which is known, allowinj 
this emanation to remain in the chamber for three h<mrs, and then measuring its activity. In thi 
way the emanation content of any body can be expressed in terms of the amount of emanation ii 
equilibrium with l mg. of radium element. 


Uses of Radioactive Substances in Medicine and in General 

The chief use radium and other radioactive bodies, apart from tiieir use foi 
strictly scientific investigation, is undoubtedly in medicine. A short account o 
their use in this department of science will therefore be given. Many mcdica 
men arc much more optimistic in their opinion of the therapeutic value of thesr 
preparations than others, but there are certain facts of whi('h there can be bul 
little doubt. 

Radium, especially when used in considerable quantity, has undoubtedly effected 
cures of surface cancers, warts, lupus, and ulcers. The reason for much of the 
former nor-success in curing these disea.ses was the lack of a sufticient quantity ol 
the active material. We are informed further that the emanation of radium when 
drunk or inhaled e^auses increased diuresis, and increased excretion of uric acid, 
and relieves patients suffering from gout, rheumatism, and diabetes. 

It mu.st be pointed out, however, that there are less expensive methods ol 
curing these diseases than the employment of radioactive substances. The object 
that medical men have in view in e.\i>erimenting with radium is to cure cancer. 
To further this object a radium institute has been founded in London, and similar 
institutes are being formed in the provinces, at which medical men may obtain 
radioactive preparations with which to experiment. 

The results obtained by treating cancer with radium have been astonishingly 
successful. In all cases the condition of the patient is relieved. In the worst 
cases radioactive preparations, when applied to the diseased part, have acted as 
local anaesthetics in removing the pain. In several cases every sign of the cancer 
has been completely removed. Experiments have been in progress for a short time 
only, and therefore a considerable time must be allowed to elapse before even 
the most successfully treated cassis described as a cure. Already (September 1914) 
there are three hospitals in the kingdom in which non-medical men, trained in 
radioactive chemistry, are working in conjunction with medical men on this great 
piroblem. 

It is the possibility that radium will be a permanent cure for cancer that has 
stimulated the search for radium minerals over the earth, and has caused neither 
money nor pains tb be spared to bring to the doctor’s hand as much of the 
valuable materia! as possible. Until quantities of the order of 10 g. can be used in 
medicine the possibilities of radium as a curer of cancer and malignant diseases of 
a like natua.-'Umnot be known. It is as reasonable to expect some of the small 
quantities qf radiuni,.to cure the di.sease to which they have been applied as that 
10 cubic centimetres' of cold water should quench the thirst of a thirsty man. 
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For internal use the preparations used are generally either radium emanation or 
thorium B, C, and JJ. In both these the physiological effects produced are* due to 
the a-rays from these bodies. 

The radium emanation may either be inhaled directly from an atmosphere laden 
with emanation, or taken in the form of gas dissolved in mineral water. 

There is at present on the market a small chamber in which a patient may sit, the air of which 
is kept permanently supplied with emanation diffusing from a strong force of radium placed on the 
floor. The radioactive water is inailc cither by dissolving a known (|uantity of radium carbonate 
or chloride completely, and diluting down by the ordinary methods till each litre of solution 
contains about lo * g. of radium (or stronger if necessary), and with it, of course, after it has been 
bottled up for a month, the emanation in c(|uiiibrium amount or “ Radium water ” can be made to 
contain emanation only by simply pumping off the emanation from a known tjuantity of radium and 
dissolving it in a large r|uantity of water by shaking. In the latter case much larger doses may be 
taken for the same cost. 

If a patient is rciiuired to take internally only the tictive deposit of radium, 
radium B and (1, it may be collerted on a pill, or on anything that is easily swallowed, 
by exposing the pill for some hours to a large qiiantity of the emanation ; the 
emanatioti is then removed and may be used again for the same imrpose. 

This is not so easily accomplished with the emanation of thorium, and, therefore, it is best to 
separate the active deposit of thorium, r.c., thorium B, (.', and D, chemically from radiothonum as 
described above. It is then taken in the liquid form dissolved m some solvent. 

For external purpo.ses, the substance used depends upon the particular disease 
which is being attacked. If a strong source of a-rays is retjuired, prejxirations of 
ionium, or of itolonium, in thin films on jtlates of metal, make excellent .sources. 
If a-rays are retpiired with y-rays, the source which must be used is a thin tube of 
glass, or of quartz, containing radium emanation, the tube being so thin that the 
a-rays are able to escape from it (n-ray tubes). 

Whenever a-rays arc used, the preparation must be placed so near the part that 
is being treated that the rays are able to exert their full effect. Sometimes radium, 
or radiothorium, is immersed in the pores of a blanket or other simtlar material, so 
that the emanation diffuses out of the dry fabric without any of the parent 
substance Ireing lost. 

If y-rays only are required, sealed tubes of radium salts, of radium emanation, 
of me.sothorium, or of radiothorium can be used. Of these sources radiothorium is 
the least concentrated, and radium emanation the most concentrated. The latter, 
howevt r, decays almost to zero in a month. A source of mesothorium, if free from 
barium, is much more concentrated than a source of pure radium. Radium, radium 
emanation, and mesothorium are the sources of y rays used in work on cancer. 

It must be emithasised that all radium, or radioactive preparations containing 
quantities as snaall as lo*'' of a gramme of radium, can be of little therapeutic value. 
Ointments, pills, radioactive blankets, etc., containing quantities of material of this 
order, are of no more value than the same preparations lacking the radioactive 
constituent. • 

Preparations of radium, mixed with zinc sulphide, emit a greenish-yellow light, 
due to the bombardment of the zinc sulphide crystals by the o-particles from the 
radium and its products. 

This mixture has.b,.'en used for giving i pennanent illumination to keyholes, to the hands of a 
watch or clock, etc., so that these articles may be seen easily in the dark. 


The Prices of Materials. 

The pre-war (1913) price of radium was about per milligramme of radium element. All 
radium preparations are priced on this basis, though actually no radium is sold in the metallic 
form. Kedtoned on this basis a milligramme of radium chloride should cost about £18. los., and 
a milligramme of anhydrous bromide, £14. There was formerly little diminution of charge because 
a radium preparation is impute. Thus 325 mg. of radium-barium chloride containing 24 pet cent, 
of radium chloride costs £A\ ^ 3*5 184, i.e., simply the price of the pure radium chloride it 
tontains. When the preparation contained a few per cent, only of radium a larger diminution was 
made in the price. At the present time the difference in price between equal quantities of pure and 
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impure radium is considerable. The price of radium bromide in 1902 was 5s. a milli^mme, thii 
rose nest year to 6s., and later to 20s., which was the price in 1904. Since that time the pric< 
has steadily risen to what it is to-day. The question whether the price of radium will advance 
further is not only an interesting one, it is a very practical one. 

Rutherford, whose knowledge of radioactivity is unrivalled, says in his book, published ic 
1913, that ‘*the present price of radium is very high, and bears no relation to the cost of separalior 
of the radium from uranium minerals. The present price is artificial. There seems to be no reasor 
why the present abnormally high prices of radium should be ultimately maintained.’' 

On the other hand, C. A. Parsons, whose knowledge of the resources of the United Stales it 
very great, declares that at the present time it is impossible to predict whether the price will gc 
up or down, or remain stationai^.” The great increase in production of radium that is bound tc 
happen in the next years in the United States would lend, other things being equal, to lower the 
price. Again, the competition of mesothorium, which is lieing put on the market in increasing 
quantities every year, should also tend to lower the price. Mesothorium, however, for reasom 
aifhcuU to understand, is less ix>pular with medical men than radium. But the uses and demand: 
for radium are apparently developing at an even greater rate than the supply. Also, as has beer 
pointed out above, the present supply of the mineral is limited. 

The one thing that would lower the price seems to the writer to be the adaptation of X'-ray: 
(resembling y-rays), cathode rays (resemoling /S*rays), and canal rays (resembling a-rays) to effeci 
exactly the same plwsiolc^ical effects and the same curative powers which are produced by radio* 
active materials. This at present seems unlikely, but it is a question for the future. 

The only radium mineral selling in large quantities at present is the 2 per cent. U^O^ carnotite 
ore from Colorado. This sells at Hamburg for about ^19 per ton (1913). The equilibrium amounl 
of radium element in this material is at least 4 mg. per ton, which, when exlracled, can be sold foi 
about ;^ioo. Since the price of the raw material from which this quantity of radium is extracted 
is about ;^I9, there is a margin of ;^8o for the cost of extraction, the profit of the extracter and 01 
the agents through whose hands the material must pa.ss before it reaches the buyer. The preseni 
prices of the other radium ores are not of much importance, owing to the present drift of the radium- 
extracting industry from Austria and France to the United States. 

The pre-war (1913) price of mesothorium is about £$ per milligramme, where, by milligramme, 
is not meant milligramme of mesothorium, but the (juantity of mesothorium the y-ray activity ol 
which through 3 mm, of lead is equal to that from 1 mg. of radium chloride through the same 
thickness. 

The price of preparations of radlothorium vary according to the purity of the material, but it ii 
of the order of £2 or per milligramme equivalent in 7-ray.s of radium chloride. 

The price of the monaz.ite sand has not been influenced % the fact that these radioactive bodie: 
arc extracted from it. 

Output of Radium Compounds.—It is diflicuU to estimate the (|uantity of radium compound: 
produced annually, hut the following details may Ik; of service in this connection. According tc 
S. Fischer {Afhi. /nd., 1913, 22, 657) the Austrian production of radium salts, during 1912, 
amounted to about 5 g. as compared with 2.65 g. prmluced in 1911. The total European 
production, in 1913, was about 4 g., whilst the Australian ores yielded 2 g. It has been 
estimated that the quantity uranium ores exported from the United States, in 1913, was sufficient 
to produce 8.97 g. of radium chloride. » 
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CARBORUNDUM 

Carborundum, or crystalline silicon carbide, SiC, was discovered accidental!] 
in iSgt, by E. G. Acheson, whilst trying the iinp,regnatirfg of clay with carbon i 
a high temperature produced electrically. 

The first carborundum furnace was that of the Carborundum Company £ 
Monongahela in 1893; consumed about 75 H.T., and produced 45 tons ( 
carborundum a year. In 1895, with the formation of the Niagara Falls Pow< 
Company, much larger furnaces were constructed by the Carborundum Compar 
at Niagara Falls; and at the present day there are twenty-one furnaces of aboi 
2,000 H.P. in continuous operation and estimated to produce in 1913 abov 
7,000 tons of carborundum. 

Manufacture. —Carborundum is manufactured on the large scale by heatir 



Fig. I.—Carborundum I'urnacf. 


together in the electric furnace a mixture of silica, SiO.j, and carbon. The sili 
is usually in the form of quartz, and the carbon in the form of coke. 

The formation may be expressed by the equation ;— 

3C H SiOn = 2CO + SiC. 

The furnace used for the production of carborundum is of the resistance tyj 
the size varying in different localities. Furnaces taking from 2,000-3,000 H. 
have been constructed. A carborundum furnace unit consists .of five furnao 
only one at a time being in operation, while the rest are loading, unloading, 
cooling. 

Fie. I shows a modern carborundum furnace in cross section and elevation. The furnao 
about TO ft. lone, 12 ft. wide, and 10 ft. deep, and has permanent end walls of concrete wh 
contain the terminals, while the side walls s are built up of fire bricks set in iron frames capa 
of ready removal by means of an electric overhead crane for discharging. The furnace ends 
kept cool by a water-circulating system. • u 

The resistance core c is built about half-way up the charge. It is cylindrical, being ab 
a ft in diameter, and consists of granular coke which has become partly graphitised in a previ 
run. It has a slight upward curve to allow for sagging, owing to contraction of the char« dur 
■ the tun, and is connected at either end to the electrodes E, which consist of a number of JtoriKM 
carbon tods, by a layer of finely-powdered compressed catlion K. The electrodes arc clam] 
to thick copper plates P connected to the cable. 

The raw material m consists of a mixture of silver sand, coke, sawdust a 
salt, having the composition— 

■ Quartz. $ 2.2 parts. 

Coke - . . ♦ V 35.4 „ 

Sawdust. . • • * 10.6 ft 

... 1.8 * 
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The sawdust is added in order to render the material (»rons, and so aid the escape of carbon 
nionoxidc during the process of interaction between the silica and carbon. The additian of salt 
is found to increase tlft purity of the carborundum produced, since at the high temperature of the 
furnace it forms volatile compounds with the metallic impurities. 

The mixture of dry powdered materials Is fed into the furnace from an overhead 
conveyer, and when the furnace is loaded an alternating current is passed for thirty- 
six hours. At the beginning of a run the voltage is about 230 and the current 
about 6,000 amperes, but as the process proceeds the resistance decreases rapidly 
and then becomes constant, the voltage being finally about 70 and the current 
about 20,000 amperes. The carbon monoxide, CO, produced during the reaction, 
escapes at the sides and top of the furnace and burns there with a blue flame. The 



2.—Filz-Gcralci's Carborundum Furnace in Action. 

reactions which proceed in the furnace are very complicated, but the simple result 
of the formation of carborundum may be expressed by the equation given abov^. 

When the furnace is dismantled after the run, the core is found to be surrounded 
by a thin layer of graphite, while next to this is a layer some 20 in. thick of crystal¬ 
line carborundum, the crystals being larger nearer the core. This in turn is 
surrounded by a layer of “ carborundnm firesand,” or so-called “amorphous 
carborundum,” or “ whitestuff.” Tt contains oxygen and probably consists of a 
mixture of siloxicon (<!.v.) and amorphous silicon carbide. Finally the whole is 
surroundfil by more' or less unchanged material. 

The temperatures of formation of these various products are of the greatest importance, since 
them will depend the conditions for successful working. Tucker and Lampen (1906}, 
Gillett (1911) and Sunders (1912) have all carried out determinations, with results which agree 
fairly well considering the difficulty of the investigation. I.f. E. Saunders gives the icmi^rature of 
formation of crystalline carborundum as 1,840® C. ±30® C., and of its decomposition into graphite 
and carbon as 2,2^®+5®. The graphite found surrounding the core of the furnace has the skeleton 
form of carborundum crystals, so that we must conclude that it is produced by the decomposition 
of carl>orundum first formed, the changes taking place whilst the temperature of the core is rising 
from about i,840'V2,240®. The same investigator gives the temperature of formation of firesand as 
decomposition into crystalline carborundum, of course, as 1,840®+^30*. 

VOL. 11.-26 
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FIG 3.-Modern Type of Carborundum Fur^e used by the Carborundum Company, 
Niagara Falls. 
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grindstones an^ wheels by mixihjg with some bonding material, such as kaolin or felspar, pressing 
into shape and igniting. In this form it is extensively used for grinding and polishing metal, 
porcelain, marble, gnmitc, wood, glass, leather, precious stones, etc. It is also employed for rice 
Wling. The hresand is mixed with silicate of soda or fire-clay, as binding material, and used loan 
increasing extent as a refractory *in brass, aluminium, and zinc m.anufactufe. The residual 
carborundum ]X)wder obtained from the crushing mills is used in steel manufacture as a source of 
silicon and carbon, in place of ferro-silicon. Carlx>rundum crystals are now employed in the 
receiving circuit of wireless telegraph apparatus as rectifying crystals. 

Statistics.— Carborundum is manufactured, among other places, at Niagara Falls (United 
S^tes of America), Chippawa (Canada), Dusseldorf-Reisholz (Germany), Bathie (Savoy), 
Bensteck (Bohemia), Prague (Austria), and Bodio (Turin); while a conipany has been projected to 
work on the West Coast of Scotland. At Niagara Falls, at the present time, the Carborundum 
Company manufacture on the average nearly 5 ,odo metric tons per annum ; while at ^ippawa the 
Norton Wheel Company make about 2,ooo tons under the name of **Crystolon.” 

Silundutn Articles.— Both Acheson and Bolling have constructed refractory 
articles, such as crucibles, tubes, etc., by shaping pieces from sand and coke, or 
firesand and sand, and heating in an electric furnace to a high temperature; or by 
shaping the articles from graphite, embedding them in the charge of a carborundum 
furnace, and subjecting them to the action of silicon vapours at a high temperature. 

The articles are siiid thus to become coated aith a layer of carborundum, ol thickness depending 
on the duration of heating; tut in all prolHtbility the action is not simply that of the formation 
of carb rundum, and has not yet been cleared up. 

By this process the articles, while retaining their shape, become possessed of 
great hardness and resistivity, and are capable of conducting electricity at high 
temperatures. They are known to commerce as “silundum” articles, and are used 
for electrical cooking apparatus and other purposes. 

F. (?. Tone (U.S. Talent, 992,698, of i6lh May 1911) shapes the pieces of a mixture of carbor¬ 
undum and carbon, l>ound together with glue or other suUlance. He then heats them in a 
carborundum furnace, when combination with vnpurs of silica or silicon takes place and the 
binding material is vu'alilised. By this means he can vary the porosity and resistance of the product. 
The electrical resistance of silundum is al)Out six times that of carl>on, add it is capable of standing 
a temperature of 1,600" for a considerable lime without crystallising. 

Siloxicon.— This substance is, as described above, always produced, together 
with silicon carbide, in the carborundum furnace in a zone of lower temperature 
than that in which the carborundum crystals are formed. 

It contains oxygen, has a variable canipo.silion corresponding roughly with the formula Si,.C, 0 , 
and has been said to be a mixture of silico-carbides (tom Si^C^O to SigCgO. I’. E. Spielmann 6nds 
that the composition would correspond with that of a mixture containing aliout 71 per cent, of 
SijCjO, II per cent, of SiCO,,, 10 per cent, of graphite, 6 per cent, of carborundum, and I pet cent, 
of iron, the rest consisting of other impurities; but the identity of the oxygen compounds present 
is still a matter oC conjecture. 

Siloxicon, which is manufactured by the International Acheson Graphite Company, 
is a greenish;grey, amorphou.s substance, containing dark particles of graphitetand 
carborundum. It has a specific gravity of 2.52, is extremely refractory towards 
heat, chemically inert, and is insoluble in molten iron. The temperature of its 
formation is about 1,600*, while at 1,840° it breaks down into crystalline silicon 
carbide, silicon, and carbon monoxide. " * 

It is prepared in a furnace similar to a carborundum furnace, but having three or more resistance 
xires to obtain a more gven distribution of tnpiperature throughout the mass of material. Acheson, 
who patcptnl the process in 1902, uses, as raw material, i part of powdered coke to 2 parts of 
sand, together with sawdust to increase the porosity. 

Siloxicon is used alone or with binding material for making crucibles, muffles, 
and fire-bricks, and as a furnace-lining. 

It was at one time thought to have a promising future, but it has not been actively commercialised 
md is not very largely used at present. 

Modoz.—H. N. Potter (English Patent, 26,7$8, of zaud December 1905) and F. G. Tone 
United States Palent, 993,913, of 30th May 1911) mtented processes for the production of a substance 
Irhich was called monox by the former, and was claimed to consist essentially of silicon monoxid;, 
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SiO. The processes consisted in heating a mixture of silica and cari)on In a closed resistance or arc 
furnace, vfithdrawing the carbon monoxide gas and trapping it in air-free collecting cham^rs. The 
gas carried with it the monox, which collected as an extremely fine powder, hght l)rown in colour, 
and having a true density of about 2.24. Monox is, however^ $0 voltunintAs that, unless com¬ 
pressed, it weighs dnly 2^ lbs. per cubic foot. It burns in oxygen to form silica, and is slowly 
oxidised by water. It was thought to be a mixture of SiO, SiOo, and Si, but its competition has 
never been definitely settled. On account of its opacity and power of thickening fluids, monox 
can be used as a pigment in certain oil paints, ^)articularly for protecting ironwork. It is not 
manufactured at the present day, however, and its interest is theoretical only. 


MANUFACTURED GRAPHITE 

Graphite, also known as plumbago or black lead, is a form of carbon which 
occurs as a mineral in wide distribution throughout the world, generally in com]>act 
crystalline masses. Mineral graphite is velvety black or steel grey in colour, is 
soft, and has a specific gravity which varies in different localities over a range of 
about 2.25-2.35. It contains from 75 92 |)er cent carbon, the chief impurities 
being ferric oxide, alumina, silica and lime. 

Graphite is found also in the crystalline form in blast furnace slag produced 
during the process of iron smelting, where it is known as kish. 

Graphite occurs, just as does amorphous carlMui, iu several varieties, both crystalline and 
amorphous, in some rases there is no sharp line of demarcation between graphite and amorphous 
carbon, so that a satisfactory defin lion of the former is difhcull to gi\e. Rtcemly (1911) W. C. 
Arsem, who has exhaustively studied the subject, has proposed to define graphite as that allotropic 
modification of carlxm which has the specific gravity of from 2.25-2.26. 

Mode of Formation.— Cail>orun<Ium, as has already beer pointed out, decomi>oses at a 
temperature which has been estimated by L. 1 *'. Saunders to be al>out 2,240^ C. into its con¬ 
stituent elements silicon and carbon, the carbon taking the form of crystalline graphite. E. G. 
Acheson, observing that the core of his carliorundum furnace was surrounded by a layer of graphite 
which sometimes retained the form of carborundum crystals, conceived the idea of producing 
graphite artificially by first forming silicon carbide in the electric furnace and then decomposing it, 
by raising the tem))eralure, into graphite and silicon, the latter, tc^etlicr with other impuritie-<, 
lieing volatil^e<l by the intense heat. This process, which he patented in 1895, forms the basis 
of the present-day graphite industry. Acheson sulisequently obserNed the fact that coke could 
be converted into graphite in the presence of very much less silica than would have been required 
to convert the whole of the carbon into silicon carbide, and he therefore concluded that the action 
was catalytic. This observation has l>een confirmed i>y Borchers and Mtigenburg, and Borchers 
and Weckbecker, who have shown also that other oxides, such as Al.,Oj„ Fe^O;,, B^Oa, and CaO, 
are capalde of bringing alxiut the change in various degrees, the required temperature being lower 
the greater the amount of oxide present. More recently W. C. Arsem has shown thaV amorphou.s 
carbon can in some cases pass to graphite at temperatures above 3,000“, even when no oxide is 
present; thus, petroleum coke gives a good quality of grajihite without the aid *of an oxide. All 
forms of carboq tend to pass to graphite at high temperatures, the velocity of the change being 
widely variant according to the nature of the substance and the conditions. 

Graphite is manufactured by the International Acheson Graphite Company 
at Niagara Falls, U.S.A. 

The chief patents under which the manufacture is carried on are: U.S.A. I’atenia, 542,982, of 
23rd July 1895; 568,323, of 29th September 1896; 617,979, of 17th January 1899; 645,285, of 
13th March 1903; 702,758, of 17th June 1902; and 711,103, of 14th October 1903. 

Two processes are carried'but; (i)'the manufacture of graphite powder; 
(2) the graphitising of electrodes and other moulded articles. 

For the manufacture of graphite powder a resistance furnace (Fig. 4) 
similar to the carborundum furnace is used, though narrower in section and Jiaving 
a much thinner core. T’here are twenty-two furnaces, each being about 30 ft. 
long, with a sectional area of 18 in. by 14 in., and taking about 1,000 H.P. The 
end walls, which carry the electrodes E, are fixed, while the side walls, which are 
made of carborunduip fire-bricks, are movable. A protective layer of carborundum 
firesand F is placed at thfe bottom of the furnace, and the charge m is loaded 
in by overiiead electric cranes. The charge varies according to the quality of 
graphite required. ,It generally consbts of clean anthracite, in fine grains, which 
contains about to per cent, of ash. 
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The ash contains the oxides of siftcou, iron, and aluminium, so that a sufficient quantity of oxide 
to produce the catalytic action is distributed throughout the material. For the liest’quality of 
graphite petroleum rokc is used, lumps of coke being embedded in coke powder, and from 2-5 |)er 
cent, of ferric oxide added. In ibis case the oxide is soon reduced, and, as tlif tcmpeniture rises, 
the volatilised metallic iron permeates the whole contents of the furnace and brings about the 
required change. 

The core c, which consists of graphitised coke, having been placed in position 
and the furnace filled, the charge is covered with a layer of firesand and the current 
is passed. At the beginning about 3,000 amperes at 220 volts are used; but the 
resistance decreases rapidly, and the final current is some 9,000 amjieres at 80 volts. 
The duration of the run is abput twenty to twenty-four hours. \Vhen the furnace 
has cooled the graphite is carefully removed, ground in tube mills, and sifted from 
coarse particles by means of air separators. 

The world’s total annual production of graphite is aljoiit 100,000 Ions, over one-third of this 
coming from Ceylon and India. The production of manufactured graphite in 1900 was only aljout 
400 tons, while in 1909 it was aliout 3,300 Ions. 

Manufactured graphite contains, besides 1-2 per cent, amorphous carbon, varying 
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Flc. 4.—Furnace for Graplntising Electrodes. 


quantifies of ash, according to the temperature at which it is produced and the 
nature of the raw material; the quantity of ash may be as high as lo per cent., but 
in the purest grades it is about 0.2 per cent. 

Uses.*—Graphite is used for making electrodes, lamp-carbons, battery fillings, electrical carbon 
brushes, refractory crucibles and retorts, and for pencils. It is also used as a paint for coatit^ 
metal-work, and in electrotyping. As a lubricant it is used with or without oil or grease. By 
treatment with a solution of gallolannic acid, graphite powder can be caused to assume a state of 
very fine subdivision, so that it remains suspended indehnitely in oil or water. • 

In this forib it is manufactured under the names “ ()ildag *' and “ Aquadag,’* the w ord “ dag ” 
.standing for “ defltwculated Acheson graphite.’' 

For the graphitising of electrodes and oiber shaped or moulded ariicles, a 
furnace (Fig. 4) similar to lhat described abo\\ is used. ’I'he electrodes are 
shaped from a mixlure containing 97 per cent, of powdered petroleum coke and 3 per 
cent, of ferric oxide, a little water and molasses, or tar, being used for binding. 
The shaping is done either by moulding or by extruding the mixture under 
hydraulic pressure through a die of the required form. 'I'he dried electrodes e are 
made to take the place of the core of the furnace, being placed in horizontal rows in 
the furnace,.cross-wise to the current stream, and surrounded by granular coke c, 
by which they are isolated from one another. A mixture of sand and ground coke 
F covers the furnace. The initial current is 1,400 amperes at 210 volts, while at 
the end of the run the current is 9,000 amperes at 8 j volts. The chief development 
of heat takes place in the granular coke, so that the surfaces of the electrodes are 
surrounded by regions of high temperature. 
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Graphite electrodes contairr only about o.i-o.a per cent, of amorphous carbon, 
and about 0.1-0.5 per cent, of ash, the test of the impurities having been volatilised ' 
by the intense heat. The specific resistance is 0.0008 ohm per c.c., or only about; 
a quarter of that of amorphous carbon. 

Graphite electrodes are more capable than amorphous carbon electrodes of 
standing sudden changes of temperature without fracture. 

Uses.—On account of their durability, and the fact that they arc comparatively chemically inactive 
at very high temperatures, graphite electrodes arc extensively used in the electro chemical and electro¬ 
metallurgical industries, e.g., in the manufacture of carbides and ferro-alloys, the electrical smelting 
of iron, zinc, and nickel, the electrolysis of fused calcium chloride and fluoride, the electrolytic 
recovery of bromine, the production of chlorine and caustic alkalis and of hypochlorites, the cyanide 
gold and silver processes, etc. They arc not used in solutions in which oxygen is lilierated at the 
anode, their temperature of oxidation in air being 640° C. 


ALUNDUM 

Alundum, or corundum, is fused alumina, AljO^, rendered hard by a special 
process of melting and cooling. Its specific gravity is from 3.93-4.00, and there 
are two varieties, one white, of melting point 2,o5o°-2,ioo°, and the other red 
dish-brown, melting at 2,ooo‘'-2,oso". The white crystalline variety is gg per cent, 
pure, while the brown vitrqpus product is about 93 per cent. pure. The impurities 
present consist chiefly of oxides of iron, silicon, and titanium. Alundum has a 
hardness of over nine on the Mohs scale. Alundum is made (U.S. Patents, 
77S>654. >904, and 659,926, 1900) by the Norton Emery Wheel Co. at 
Niagara Falls, by fusing pure calcined bauxite in a 500 H.P. arc furnace, and 
allowing the molten product to cool slowly during three to four hours. The 
block of alundum so obtained is broken up and used as an abrasive in the form 
of wheels, etc. It is particularly efficient for work on metals of high tensile 
strength, such as alloy steels, wrought iron, etc. It is also used for muffles, fire¬ 
bricks, etc. The production in 1909 was about 6,000 tons. 

It is also manufactured at Rheinfelden under the name of “ Diamantin.” 

Fig. s shows a recent design by J. Pettigrew and E. Gerbel-Sirover (English Patent, 17,544, 
1911), in which the .bauxite is fused in the chamber c, which is enclosed by a vacuum jacket .V, 
surrounded by some bad conductor of heat. The electrodes e pass through stuflSng boxes in a 
hinged lid. P represents the arrangement for exhausting the air from the vacuum chamber. The 
fusra material is allowed to cool very slowly in the heat-insulated crucible. ■ 

Silicon.—Crystalline silicon is manufactured in the electric furnace by heating 
together a mixture of silica (quartz or sand), SiO^, and carbon (coke), when the 
following change takes place,' 

SiOj + 2C = Si -1 2CO. 

The type of furnace used is an arc furnace taking 1,200 H.P. It is constructed of fire-bricks F, 
and is lined with carbon c on the interior (Fig. 6 ). It carries two depending carbon electrodes 
I, which extend for a considerable distance into the charge, which consists of a mixture of coke 
and sand. The silicon 5 is tapped from the bottom of the furnace, at an outlet'o„ at intervals in 
the molten state, in pigs of 600-800 lb», O3 is anmutlet from which slag can, if necessary, be drawn 
off. Silicon is nmufsetured on the Continent in furnaces taking over 1,500 H.P. 

Silicon is manufactured by the Carborundum Company under F. J. Tone’s U.S. Patents, )Ios; 
745,122, 833,427, 842,273, and 869,276. 

Properties. —Crystalline silicon, as manufactured in the electric furnace, is a 
brittle substance having a silver-grey lustre and a specific gravity of 2.S-2.6 (cast). 
It has a hardness of six on the Mohs scale,.and is stated by F. J. Tone to melt at. 
1,430°, though this figure is probably low. It conducts heat and has an electrical 
resistance man^ times greater than that of carbon. Acids, with the exception of 
hydrofluoric acid, scarcely attack it at moderate temperatures; but alkalis readflyi 
react upon it. It oontains from po-97' per cent, of silicon, with aluminium, carbon;' 
^ jrofl as the principal impurities. 
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In 1908, ovei 600 tons of silicon were manafactuied by the Catborundum Company. It U used 
in reAning steel, in place of the higher grades of fetro-silicon, and also in the manu'acthre of low 
carlwn ferro-alloys, such as ferro-vanadium and ferro-chromium. In this connection silicon has the 
advantage of possessing gteat heat of oxidation and of giving a solid oxidation prpduct. 

A. G. l^tts (U.S. Patent, 918,648, of 20th April 1909) has proposed to use silicon as a reducing 
agent for line ores containing impurities such as iron and lead. Recently, silicon catstings have 
been successfully made, and cast silicon pipes, pans, and other articles are turned out. On account 
of its resistance to the corrosive action of acids, and its advantage over iron in the matter of 
speciAc gravity, this silicon ware is expected to be of value in the chemical industries. 



FERRO-SILICON 

Ferro-silicon is an alloy of silicon and iron in various proportions. 

Manufacture. —Ferro-silicon is made by heating together in an electric furnace 
a mixture of silica (usually quartzite), SiO^, iron or steel turnings, and carbon 
(coke, anthracite, or charcoal), when the following changes probably take place:— 

SiOj -t 2C -f Fe = (Fe.Si) -I- 2CO. . 

Ferro-silicon. 

The raw materials consist of quartzite containing over 95 per cent, of silica; iron or steel 
turnings or shavings, which should contain very little phosphorus; and anthracite, charcoal, or 
high-grade coke. Quartzite, anthracite, and coke are used in small lumps, while charcoal is used 
unbroken. Hmmatite is still employed as a source of iron in certain localities. The proportions 
of the various materials depend upon the purity of the materials and upon the grade of ferro-silicon 
to be produced. Thus Pick and Conrad cite instances for Rathenau furnaces using anthracite 
(20.7 per cent, ash, with two-thirds silica), quartz (0.5 per cent, iron oxide), and iron turnings: 
for 25 per cent, ferro-silicon the charge was 40 per cent, quartz, 40 per cent, iron turnings, and 
20 pet cent, anthracite; while for 50 per cent, ferro-silicon the charge was 58 pet cent, quartz, 
13 pet cent, iron, and 29 per cent, anthracite. 

Furnaces.— The type of furnace used is veryasimilar in principle to the calcium 
carbide furnate, ard in France furnaces at one time used for carbide manufacture 
are now employed for ferro-silicon. In all cases an arc is struck between one 
electrode, or both' electrodes, and the charge, so that the action of the furnace 
is partly an arc and partly a resistance action. 

The older (Rathenau) type of furnace, some of which are still in use on the Continent, simply 
consists of a furnace-body, usually cylindrical in section, of Arc-brick lined with carbon, into the 
open top of which a depending, adjustable electrode passes. The other electrode is formed in the 
hearth of the furnace by means of a steel plate with grooves, into which is pre-ssed a graphite 
composition. The charge is Ailed in from the top and-reaches to the electrode. The ferro-silicon 
sinks to the bottom, and is removed every hour or so at a tap hole. The molten substance is allowed 
td cool, and then broken up into small lumps for transport. This furnace suffers from several 
disadvantages, in that the electrode consumption is large, and that part of the charge is lost as vapour 
at the open top. 
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A more efficient type of furnace is the Keller furnace (see also HnglUh Patent, 24,234, 1901), 
used by flie Keller-Leleux Comjwnyat Livet (here). This consists (Fig. 7) of a furnace-body B 
lined with carbon. Two suspended water-cooled electrodes, or groups of electrodes, E, pass through 
holes in (he roof/>f the furnace; and a lapping outlet enables the feiro-silicon to be drawn off. 
Slag can also be removed, and the furnace is continuous and may run for several years. The 
arrangement obviates the disadvantageous floor terminal. 

In these older types of furnace the current used is from 10,500-15,000 amperes at from 
40-75 volts. At Livet (here) some of the furnaces of the Keller-Leleux Company take 1,200 H.P. 
More modern furnaces are built of silica fire-bricks, Ixmnd round with iron frames, and lined 
internally with carbon. Two adjustable electrodes K (Fig. 8) are suspended by chains so as 
to [xuss through shafts in the roof. The furnace is of such a si/e that the molten material is 
separated from the walls and iron Ijoltom n by a layer of solidified charge, the .solidif\calion of 
this layer being aided by air-cooling. The tapping is done through a hole in the side of the 
furnace, the layer of solidified material being pierced by a pointed electiode mounted on a small 
c.irriage. The sl^ can l>e drawn off as recpiired by piercing at an appropriate height. The electrodes 
are so adjusted that thcie is a small clearance Ijctwecn them and the charge, so that an arc plays 
helween each electrode and the fused charge, through a thin layer of vapour in which the action 
chiefly lakes place. By this means the current is prevented from becoming diffused, and a region 
of very high temi»cralure is available for the reaction. In the production of ferro-silicon an allernaling 
current is generally used; a direct current may be employed, but the product is then less imre, since 
it contains foreign metals luoduced by the electrolysis of impurities m the charge. Tlve voltage 



Fi«J. 7.—Keller Furnace. 
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Fu;. 8.—Modern Fcrro-Sillcon 
h'urnace. 


used varies, according to the circumstances, from about 40-80 volts. Modern furndccs take up 
to 4,000 II.P., and even larger {5,000-8,000 II.J’.) three-phase furnaces are in use in Norway 
and Austria. The largest furnaces are said to take 10,000 ILP. 

Properties.— Ferro-silicon is a hard, greyish substance of crystalline structure, 
and consists of various compounds of iron and silicon in alloy with either element. 

Itc composilion varies widely, commercial ferro.silicon having a silicon content which may 
range from about lo pet cent, to over 96 per cent, (see Silicon). Silicides of iron having the 
forratdre FeSi, FeSi^, re,jSi, and FegSi,, have ireen dehnitcly isolated, while three other silicides, 
FeSia, FcjSi, and FejSh, are said to exist. 

Ferro-silicon, as made in the tflast furnace, has'a low percentage of silicon, but the 
modem type of electric furnace has tended to increase the silicon content, the chief 
grades now made containing about 25 per cent., 50 per cent, 75 per cent, and 
90 per cent, of silicon. The 50 per cent, grade is the most used. Differentgrades 
of ferrO'Silicon naturally vary in properties. The melting point may roughly be 
said to range from 1,200° to above 1,400°; while the specific gravity, according to 
f. Rothe, is 6.96 for a silicon content of 11.6 per cent., 6.48 for 24.3 per cent, 4.55 
bi”47.3 per cent, and 2.93 for 77.3 per cent Ferro-silicon is a good conductor of 
ilectricity, and is magnetic, its magnetic qualities diminishing as the silicon content 
■ises. 

Ferra-silicon gqperally contains as impurities calcium, aluminium, magnesium 
nanaanese. ohosohorus (and sometimes traces of arsenic), sulnhiir. and carhnn. 
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The presence of more than a very small amount of phosphorus is avoided, since serious explosions,. 
thought to be due to the generation of phosphorettcd hydrc^en, have taken place. The grades 
of ferrO'silicon most liable to become explosive are said to be those containing 30 65 per cent, 
of silicon. • , 

Uses of Ferro«SiUcon. —It is used extensively in the sled industry as a reducing agent. For 
many years one of the great problems of the steel industry was how to diminish or avoid the blow¬ 
holes and pipes that were formed when steel was poured from the ladle into the large ingot moulds. 
It was often necessary to cut off 20-25 upper parts of the ingot before perfectly 

sound metal was reached. It was found that the addition of <pntc smalt amounts, say |-i per 
cent., of ferro-silicon to the steel while in the ladle evolved much heat from the combustion of 
the silicon. This thinned the metal and ahsorlied the oxygen dissolved in the steel, with the 
result tlmt on pouring into the moulds there resulted jwfcctly .solid ingots with no blow-holes at 
all. This discovery has made ferro-silicon an imiwlant article of commerce, and it is being used 
to an increasing extent in the steel industry. 

Ferro-silicon is also used for producing some of the extraordinary acid-proof irons now on the 
market. Ironac, tantiron, duriron, etc., all contain silicon (see \'ol. I., Snlpburtc Acid lodustty). 

Storage and Transport.—The evolution of poisonous and explosive gases (probably PH3) 
from ferro-silicon containing appreciable amounts of phosphorus caused several accidents (see 
Pellcw, “ Ferro-Silicon and its l)angers,'’/o«/'//. Soc, Chem. lud.y 1914, 33, 774). Consequently 
in July 1912 the British Board of Trade warned shippers that the carriage of ferro-silicon between 
30-70 per cent. Si is highly dangerous, and was prohibited on bolli cargo and {lassenger boats. 
Above and below that grade it can l>e carried if broken in pieces and stored for a month before 
shipment, and packed in strong wooden cases pierced with holes and properly lalielkd. Ferro- 
silicon, however, as now made with purer materials, is not dangerous. 

Statistics. —Fcrro-sllicon was first manufactured in America by the Willson Aluminium Com¬ 
pany in 1899, and is now made extensively in France, Austria, Switzerland, and Norway, notably 
at Bezel, Ugine, Livet, Meran, Courtepin, and Montbovon. 

The KIcctro-Metallurgical Co., of Niagara, started to manufacture ferro-silicon in 1907, and now 
turn out about 15,000 tons annually. The Electro-Metals Co., at Welland, Canada, commenced 
tlie manufa<lure of the substance in 1908, and pnKluce annually 7,000-8,000 tons. The average 
consumption of ferro-silicon in the United Stales was, in 1914, 20,000 tons; 90 per cent, of this 
was 50 per cent, fcrro-silicon, and the price at I’iltsburg in 1913-14 was $71 a ton. 


CALCIUM CARBIDE 

Calcium Carbide, CaC.,,, is produced by heating a mixture of lime and carbon 
in the electric furnace, when the following change takes place;— 

CaO + 3C = CaC„ + CO, 

this reaction being a reversible one. The temperature at which the carbide is 
produced in the electric furnace is variously given as 3,000°, 2,000°, or lower. 

The raw materials consist of freshly-bumt lime, containing little magnesia 
and alumina y and of anthracite or high grade coke, containing less than 5 per cent, 
ash, or charcoal. 

The materials arc, as far as possihlc, free from phosphorus, arsenic, ami sulphur. It has been 
found that, aS in the case of ferro-silicon, the presence of phosphorus and arsenic gives rise to com* 
pounds whicli may render the acetylene produced from the carbide explosive and highly dangerous. 
The materials are mixed together and fed into the furnace, by hand, in the form of small lumps. 

The electric furnaces used in the' various Countries in which calcium carbide 
is manufactured are of many different types. In the majority of the more modern 
furnaces, in. which both electrodes enter the furnace from above, the carbide is 
tapped in a molten form as described under Ferro-Silicon ; in others, chiefly 
belonging to the older types, the carbide is taken from the furnace in solid blocks, 
the furnace body in which the carbide is formed either being wheeled away or, as 
in the case.of the Horry furnace, being caused to rotate and thus carry the carbide 
away from the sphere of the electrodes. 

In the modern Alby furnace (Fig. 9), which is used by the Alby United 
Carbide Factories at Odda, Norway [see Engi eering, 87 (1909)], the carbide 
is removed by tapping during the process. It consists of a sheet-iron body lined 
with carbon and mounted on wheels, one electrode being formed in the hearth 
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bv mians of a steel grill into which a graphite composition F“se^ wWle 
other electrode is constituted by a group of 

the roof. A tapping-hole is provided at one end of the fprnace, through which 
the carbide is withdrawn every forty-five minutes. ;; 

Fig. 10 shows a complete carbide plant of 4,000-6,000 kw., as erected ftt Norway. A is t 



Fio. 9.—The Alby Carbide Furnace. 



Fig. 10.—Modern Carbide Plant. 


dectrodes into the furnace. ^ > 

The pielten carbide is allowed to cool in cast-iron trays, where it forms dabt 

sboBt 6 in<s.thick, which are,afterwards broken up. 
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The Odea woirks at piesent contain twelve furnaces, each of about i,8oo H.P. capacity, and on€ ^ 
larger furnace; but the number is in process of being almost doubled. The current is st'tted to be 
28,000 ampres at 5c? volts, and each furnace is capable of producing 7*8 tons of carbide per day ' 
of twenty-iour hours. 2,000 lbs. t^f lime and 1,300 lbs. of anthracite, with less than 3 per cent, 
of ash, are consumed per ion of carbide. The lemperaliirc attained is said to be^between 2,800“ 
and 3,000“, and tho workmen are shielded from the heat by means of wire screens. 

At Niagara Falls and at Sault Sainte Marie, the Union Carbide Company employ 
the Horry type of rotary furnaces. 

The furnace consists of a vertical rotating wheel of sheet iron, 8 ft. in diameter and 3 ft. broad. 
The outer rims are flanged, and over the flanges are placed removable iron segments, 2 ft. deep, so 
as to form an annular receptacle. These segments are bolted to the lower half of the wheel only, 
plates being rcmoveil as they come by the rtitatiop into the upper half, and placed in position as a 
space under the electrodes becomes vacant. The electrodes are formed by bundles of caibons, 
.which pass into a fixed vertical shaft, into which the charge is fed. As the carbide is formed, the 
wheel, which is under automatic electrical control, is caus^ to rotate, and thus cariics the product 
out of the sphere of the arcs. When the carbide has reached the other side of the wheel, it nas had 
time to cool, and is broken off in pieces 6-9 in. thick. A complete revolution is said to take 
place once in twenty-four hours. The capacity of the furnace is 500 II.V., and the current U 
3,500 amperes at 110 volts. 

Both direct and alternating currents can he used for carbide manufacture, though the latter are 
generally the more advantageous. Recently, very large double three-phase furnaces have been 
successfully operated on the Continent. The largest furnaces run up to 10,000 H.P. 

Commercial calcium carbide is usually about 80-85 pc** always contains lime 

as an impurity. Carbon and iron are among the other impurities commonly found. 


Properties and Uses- —Calcium carbide, CaC^, in the pure state is a colour¬ 
less, transparent crystalline substance, but the commercial product is usually 
greyish or brownish, the colour being due to impurities. It has a specific gravity 
of 2.22, and is insoluble in all known solvents. At a temperature above 1,500° it 
decomposes, probably into carbon and a sub-carbide. Its chief chemical reactions 
upon which its commercial value is based are, firstly, its property of reacting with 
water in the cold to give acetylene gas (see Martin’s “ Industrial Chemistry: 
Organic ”), which is used to a very large extent for illuminating and other purposes:— 


CaC. + 2»20 = Ca( 01 I).j + 

and secondly, the power of combining with nitrogen at a temperature of about 
1,200° to form calcium cyanamide (see Vol. I.), which is used as a fertiliser under 
the name of “ nitrolim,” or is employed as a basis for the production of ammonium 
sulphate (see Vol. I.);— 

CaCs + Nj = CaCNs + C ; 


• CaCNa ^ all^O {■ aHaSO. = (NH.ljSO. + CaSO. + COa- 

Calcium carbide was first prepared by Wohler in 1863, by the action of a molten alloy of zinc 
and calcium on caVlmn; he obtained a black substance which evolved gas on treatment with cold 
water. In 1892 Imth Willson and Moissan independently rediscovered the .substance, and the 
first-named placed the process on a commercial Insis. The first commercial production of calcium 
carbide was made by the Willson Alnminium Work in America in 1892, and since that tijne th^ 
industry has extended to enormous dimensions. 

The largest carbide plants are situated at Niagara Falls (U.S.A.); Sebenico (Austria) j Odda 
(Norway); Sault Sainte Marie (U.S.A.); Ascoli (Italy); Viege (Switzerland); Collestale (Italy); 
Paptgno (Italy); jajee (Bosnia); M^ran (Austria); and Notre Dame de Btian^on (France). 

In the year 1910.11 the world’s total produdtion of caifcium carbide, exclusive of that used for 
the manufacture of cyanamide, amounted to nearly 260,000 tons. The chief countries producing 
it were as follows 


Country. 

Sweden and Norway 
U.S.A. • 

France 

Switzerland 

Italy 

Austria-Hungary - 
Spain and Portugal 
Canada 
Germany • 

. England 


Productioi\J[Tonfi). 

• 52,000. 

• 50,000. 

• 32,000. 

. 3p,ooo. 

• 28,000. 

- 22,500. 


7,ooa 
- 2,000. 
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SECTION LXXXVII 

GRINDING AND POLISHING 

matp:rials 

Including Abrasives, Emery Wheels, etc. 

By Ai.i'rei) B. Seari.k 


LITERATURE 

ThRRK is very little literature of a s]tecial character on grinding and polishing, and the reader would 
tlo well to study the chapters dealing with these subjects in w'orks dealing with the particular trade 
in which he is interested - metal working, lens making, etc. 

The following hooks deal specially with the use of grinding wheels; — 

A. — Emery and its Industry.” ].ondon, 1912. 

G. T. S'l'IKK.—“ llie lleutige Metall-Technik.” 2 Hand. (Schleifiuittel und Polieren.) 

Leipzig, 1911. 

Attention is drawm to the fact that numerous articles on this subject have ap|ie,rted in various 
engineering periodicals, the following being sjsecially worthy of notice :— 

J. Hornkr.—“G rinding Machines.” EHgineeriti^^ 191 . 1 * 

H. Darbyshire.—" Grinding Wheels and Processes.” Htrbert's Monthly Rn'ini', 
Coventry, 1915. 

G. W. llUKi-KY.—“ Note.s on Abrasive Wheels.” A/eMu'wdu/IRwA/, Manchester, 1912. 

Matert xls for grinding and polishing are necessarily of an abrasive character, as 
their action depends on the removal of projections on the surface to be ground or 
polished. The two processes of grinding and polishing are closely allied to each 
other, polishing usually being the final .stages of grinding, though .sometimes 
accompanied by a filling up of hollows which is not really a process strictly to be 
included under grinding. In order to act effectively, grinding materials must have 
a hardness greater than that of the material to be ground, and the same is largely 
true of polishing agents; but whereas in grinding, an agent of much greater hard^iess 
than the one to be ground will usually prove economical, because of the speed at 
which it can ^ made to operate, the use of too hard a material in polishing will 
prevent a satisfactorily polished surface being obtained as it will cut too much into 
the surface to be polished. It is,’theref6re, necessary in polishing to use a series 
of abrasives, the earlier members being hard and rapid in action, and the later ones 
progressively softer so as to exercise a regularly diminishing action. To .some extent, 
this effect may also be produced by reducing the size of the grains of the abrasive ; 
thus, a very rough piece of steel may be first trimmed with a fine chisel, which will 
remove any prominent projections. It may then be turned in a lathe, which will 
produce a still smoother surface; the polishing may be continued by the use of 
coarse emery powder, followed by emery powder of greater fineness, and the final 
polish may be given by the use of rouge or lime. 

Many polishing materials are softer than the surfaces to be polished, but the 
pressure at which they are applied gives them the effect of a greater hardness. 
Thus a series of cloth discs, mounted so as to form a sort of wheel, is composed of 
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an extremely soft material, but by revolving the cloths at a high rate of speed they 
appear no'become quite hard, and form a very efficient polishing tool, particularly 
if fed with rouge or lime. 

Some polishes do not require to be hard enough to abrade the surface tobe[ 
polished, but only sufficiently so to remove tarnish ; this is particularly th| case with 
polishes for gold, silver, furniture, etc. 

Grinding materials and polishes may be divided into a number of groups, but a 
satisfactory classification is not possible. The most important are 

(a) Hard mineral abrasives, such as diamond powder, steel, carborundum, 
emery, and sand. 

(/') Mild mineral abrasives, such as chalk, rouge, pumice, kieselguhr and 
tripoli powder. 

(r) Waxy polishes, used chiefly for wood, leather, boots, and shoes, etc. 
GRINDING APPLIANCES 

The hard mineral abrasives are used in a variety of forms, the chief of which 
are (i) Cutting tools, the material being solid with a sharp edge or point, as 
a steel chisel or file, a fragment of diamond ; these appliances abrade by their 
intense hardness, which enables them to cut into the material. (2) Crushing 
tools, such as pestles and mortars, grinding mills and crushing rolls; these act 
by the pressure applied to them being greater than the material to be ground or 
polished can withstand, the tools themselves being made of a material of sufficient 
hardness not to be damaged by the pressure and grinding. Some crushing tools, 
may be used on account of their hardness; e.^., when grinding razors and cutlery, the 
grindstones depend quite as much on the abrasive action of the sand^grains, of which 
they are composed, as on the pressure applied. (3) Abrasive powders, which 
remove irregularities in the surface to be ground partly by reason of the intrinsic 
hardness of the powder, and partly because of the pressure with which it is applied. 

Cutting tools used for grinding need not be fully described, as they are quite 
well known. Crushing tools are made of either natural materials or of artificially 
prepared ones, according to the purpose required and the materials to be treated. 
The grinding mills (pp. 166, 204) in use at the present time are made of iron 
or steel framework, the actual grinding surface being of either specially hardened 
metal, a natural stone (sandstone) or an artificial stone (emery wheels). Where 
the whole structure is of metal, the grinding surfaces (as in crusbing rolls) are 
parallel cylinders of steel or specially chilled iron, one cylinder rotating somewhat 
faster than the other so as to give a slight spreading action. For some purposes 
it is preferable to have two plates of hard metal, one of which is fixed almost 
vertically, whilst the other works on a hinge and a lever and is moved reciprocally 
to th*e fixed plate; such an arrangement is used in the Blake Marsdin and other 
well-known stone-breakers or jaw-crushers. Another mechanism for grinding 
hitrd materials is a disintegrator, which consists of a series of steel hammers 
which rotate rapidly, and are thus brought with considerable force into impact 
with the material to be ground. Edge'-runner mills are usually provided with 
wheels or runners of sandstone, but these are not infrequently fitted with steel' 
rims.or tires, so that these machines really belong to the “all-metal” class. Edge- 
runner mills are extensively used for grinding rocks,' shales, and other mftierals 
where a high degree of fineness is required. Ball mills, centrifugal mills, itnd. 
stamping mills are other forms of all metal appliances used in grinding, and^ 
the reader should consult special treatises regarding the details of their construction,-^ 

. ' aiill-stones, such* as are used in flour mills, operate horizontally, the materU; 
being crushed- or ground between the upper and the nether stone. The ston^l 
lire made ^ sdecte^ rock, chert being preferred, but sandstone being also used! 
extensively. In the erindine of raw materials for the ootteries. a mill consistirm. 
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i& stone pavement over which is dragged a circular, frame containing large lumps 
of chert or other hwd stone is used, the material being crushed between the two. 

The grindstones- used for sharpening edge-tools are carved from stones 
“Selected from the millstone grit deposits, particularly those round Matlock. They 
wear rapidly, require frequent dressing, and produce a large volume of dust of an 
injurious character. Since their replacement by grinding wheels made artificially 
(as described below) “grinder’s phthisis” has been almost exterminated. A 
corundum wheel will last about twenty-five times as long as a gritstone wheel, so 
that the risk of the dust from it injuring the lungs of the user is negligible. 

For grinding by hand it is usual to employ a pestle and mortar; these may be 
made of a specially hard stoneware (p. 193) or of steel, according to the hardness 
of the material to be ground or crushed. For chemical purposes, pestles and 
mortars made of polished agate are extensively used. Mullers or flat-ended 
hammers are also used for grinding small quantities of material. They are rubbed 
over the material to be ground, the latter being placed on a plate of glass or 
polished metal. 

A special form of grinding device which has come into great prominence in 
recent years is the grinding wheel made of a hard abrasive material formed into 
a disc of convenient size and rotated at a peripheral speed approaching 6,000 ft. 
per minute. Such grinding wheels have proved invaluable in the dressing of 
castings and for a variety of other purposes, and in some large works they are 
rapidly replacing lathes on account of the greater speed at which they work. For 
many purposes, such grinding wheels can be operated in a stream of water, and 
the metal to be dressed is therefore kept quite cool, and its temper is retained 
without much difficulty. , 

Grinding wheels are of many different types and are made in a great variety of shapes, sires, 
and hardness, so as specially to he suited to the requirements of the users. One large firm in the 
United States claims to have over three hundred different types of wheel in stock, and makes wheels 
with some thirty-six different degrees of hardness. 

The manufacture of grinding wheels is rightly regarded as dependent on the 
knowledge of numerous trade secrets, few, if any, of which h.ave been published; 
it is, however, common knowledge that all such wheels are composed of two 
ingredients—the abrasive, and the bond which unites the grains of abrasive together. 
The abrasive may be composed of emery, carborundum, corundum, alundum, 
or other suitable material, and the bond may be (a) vegetable, as shellac, rubber, 
or “ boiled ” linseed oil and resin, {b) siliceous, as water-glass, (c) vitrified, as in 
porcelain or cerdmic wheels, or {d) cementitious, as in wheels bonded with cement. 

- The wheels made with a v^ctable bond are elastic, but their speed of cutting is limited by the 
temperature at which the bond “burns,” and is therefore somewhat low. Wheels with a siliceous 
bond can be worked more rapidly, but tbe most rapid wheels of all are those with a vitrified bond. 
It has been found that wheels having a bond of Portland cement are unsatisfactory, as the cement 
occupies the spaces between the grains of abrasive in such a manner that instead of allowing a clean 
cutting abrasive' action, the wheel becomes polishetl or “ghtsed,” ‘ and then fails to cut properly, as 
its cutting firagments have been coveted with cement. Wheels made with sorel cement (magnesia and 
magnesium chloride, see pp. 128,130) are also unsatisfactory, as they ate readily decomposed by water. 
The best wheels for general use are those with a vitrified bond, provided they are made sufficiently 
porous, and that the bond is sufficiently fusible ti unite thd^particles firmly, though it must not be 
melted peraatutely by the heat developed when the wheel is in use—the bond used in vitrified 
wheels IS usually a mix-ure of 70-90 parts of finely ground felspar with 10-30 parts of a vitri- 
fiable clay,-the Klmgenberg clay being pteferted to most others. It is essential that the bond shall 
' be very viscous when fused, as " thin ’’ bonds do not hold the particles of abrasive sufficiently firmly. 

Vitrified I Kinds are greatly improved by the addition of a little water-glass; this strengthens the 
wheels and facilitates the handling of them during the various stages of manufacture. 

The tdesd abrasive wheel would be one in which the particles of abrasive are held tt^ther 
by the bond uiftil they ate worn away or until they become too dull to cut, after which the bond 


» “Glazing” is one of the commonest defects of grinding wheels. It is usually due to (o) a 
wheel with too hard a bond, {() a wheel which rotates too rap.Jly, {<■) too much surface in contact 
with tbe work, (if) insufficient pressure on the wheel or surface to be ground, and (e) an excessively 
' ab^ve bond which “ smears ’’ the abrasive particles instead of falling away. 
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siirrimnding such pailicles would break off, leaving a fresh surface (« cnnlinue Ihe grinding. 
Hence the bond must lie of such a naluie and in such a pro(a)rli(jn that it is reduced to powder 
at the same rate as the abrasive particles are worn aw.ay ; ollierwise the wheel will have to be 
“dressed'* frequently. This is objtetionable for vaiious otivious reas/)ns, though an occasional 
dressing is almost ^inavoidablc. * 

'I'he wheels arc mainifactured by mixing the abrasive and bond in suitable 
proportions so as to form a plastic paste, which is filled into a mould made of either 
wood or steel according to the number of wheels required. In some cases the 
moulded mass is compressed hydraulically in order to give it added compactness 
and strength. .According to the nature of the bond, the moulded mass must be 
left or subjected to some heat treatment whereby its bonding properties-may be 
fully developed. Wheels with an elastic or siliceous bond are baked at a tempera¬ 
ture of i 5o”-2oo‘’C. 'I'hose with a vitrified bond require to be heated for sixty 
hours in a kiln, the final temperature attained being about 1,400' C. The rough 
wheels have a shaft fitted to the central hub, and are turned true by means of 
diamonds or “ dressing tools ” of exceptionally hard steel, after which they are ready 
for use. 

The manufacture rc(|uires consUlerable knowlcilgc of a ‘.pedal character and a high degree of 
technical and mechanical skill, foi the best wheels arc made of an tiiiillcial abr.isive which has 
lobe prepared in an electric furnace, anil the bond is developed by healing Ihe moulded wheel in 
a kiln under conditions equivalent to those for the most delicate poicel.iins. Moreovei. the tests 
applied to the finished wheels are necessarily far more severe than those a|i|ilied, to most other 
materials, for first-class grinding wheels must stand an enormous peripheral speed of toialion and 
be callable of being broughl up “ dead'' against the material to he giouiid wiiliiuit Iheie being the 
slightest likclihooil of the wheel flying to pieces or being crushed in the inqxict. In nrdei to drive 
such a wheel, at its highest speed it is necesisiry to sec that it is ]ierfectly balanced ; this is one of 
the chief objects of turning or “dressing it " befoie olleiing it for sale. 

The two chief characlenslics of abr.asive w heels are the fmeness of the Icxliite (due to the si/e 
of the particles of abrasiie and known as ilic grain or grit of ihc wheell and the hardness’ or 
resistance to crumbling (technically known as the gradel. The various grades are produced by 
alieiing the nature and proportion of the bond used to hold the grains together. 

The fiiienes.s or sizes of grain in the abritsivi; are usually expressed by a series 
of numbers,'- and the hardness or grade is represented by a series of letters, 
arranged alphabetically, A representing the softest and /. the hardest grades. The 
following table by Burley shows the classes of work for which the vat tons grades 
are most suit-able; it is, however, very incomplete, as no indication can be given 
of the nature of the abrasiv'e nor of the bond used. 

T.xbi.e oivi.N’o Grade and Grain roR Different Ci.a.Sse.s of \VoRk. 


("las.s of Work 

1 Si/r of 

1 (Jrains. 

Degree tf 
Haidness. 

(ifncral maeijine work 

- i 30-36 

N-r, 

Tool grinding • 

• ' 20—^0 

N -q 

Malleable-iron eastings 

' I6--20 

o-i< 

Chilled-iron castings 

• j 16 

I'-R 

WroiJglil iron - 

• -1 16 , 

0 0 

Car-wheel grinding - 

. 20 

N -K 

Drop forgings • 

,30 

1’ 

Twist drills 

• ! 

K--N 

Kramers and laps - • 

- • - ! • 4O- -60 

K-N 

Mdling cutlers 

■ : 46-64 

K -.N 

Steel castings • 

- 1 16 

1* -K 

Brass castings • 

• i 30 

M () 

Bron/e castings 

- ' 20 

0 --I’ . 

Lathe and planer tools 

- j 20 1 

0 1.) 

Small tools 

■ 1 60 ! 

N - 1 * 

Woodworking tools • 

• ' 46 1 

K N 

Kouch grinding 

• 1 16 1 

D 

Surface work on steel 

■ 1 20 1 

M-f 


’ When manulacturers speak of hard or soft wheels they refer to the behaviour of the wheel as 
a whole, and not to the aljfasive or bond of which it is composed. . 

Nominally the number of holes per running inch in a sieve which will just pass the particles. 
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H. Darbyshire has published the following figures’ showing the fineness of 
wheels specially suitable for the materials mentioned:— * 


Marble • • • • * • • • • . 2 to 6 

Glass 16 

Soft cast iron 24 

Hard cast iron 46 

Ibonice • ■ • • • - • - • 60 to 80 

Machine steel or cast steel (either hard or soft) where rapid reduction 

of stock is required, and up to 60 grit when high finish is desired 24 


For precision work in engineering shops, wheels containing several sizes of 
grains are used. Thus, for most purposes, a wheel made of 24, 36, 60, and 80 grit 
has all the advantages of a 24-grit one, together with the finishing power of an 80- 
grit wheel and greater economy in use. 

The reader interested in the manufacture of grinding wheels should consult the works by 
Haenig, Sticr, etc., mentioned in the Literature list on p. 413. At the same time he should not be 
disappointed if he gains little or no information on the points on which he re(|uires it most urgently, 
for the manufacture of vitrified wheels is kept more rigidly secret than any other corres|X)nding 
industry. The manufacturers of the wheels arc willing, in most cases, to give useful hints on 
the selection and employment of their wheels for various opeialions. 

Abrasive paper and cloth is made as follows:— 

First the stock passes between circular rolls which print on one side the name of the company, 
the kind of abrasive use<l, and its numl)er; it then passes between two rublier rolls, the lower one 
of which is immersed in a tank of hot glue. The coat of glue, which is deposited on one side, is 
next spread evenly hy a narrow brush which extends across the stock, and has a very rapid 
reciprocating movement. Just beyond the brush there is a hopper, from which an even stream of 
abrasive falls upon the stock ; the latter then passes under a steel roll, which forces or imi)eds the 
abrasive grains into the glue, holding them firmly on the stock. 

The paper or cloth next |)asses over an elevated drum, and is then gathered up into loops about 
12 ft. long by an endless-chain mechanism, which at regular intervals carries a wooden cross-bar up, 
under the sheet as it feeds out. When one of these sticlcs upon which one of the loops Is suspended 
is conveyed to the top, it enters upon a horizontal track and is conveyed along by a slow intermittent 
motion so that the first coat of glue will have time to i)artially dry before the next coating oj^ration. 
This intermittent motion is olitained from a framework that extends alxjve the track and moves 
back and forth. The stroke <»f this frame is al>out 12 in., and with each forward movement pawls 
on it engage the cross-bars upon which the loops hang and push them forward a distance equal to 
the stroke of the frame. On the return stroke the pawls simply lift and glide liack over the sticks, 
and then engage another set on the next stroke. As the result of this intermittent movement, the 
loops of cloth or pa|)er swing to and fro as they gradually move along, presenting a rather grotesque 
appearance. 

About one hundred feet from the starling point, the paper which has partly dried passes through 
a second glue-coating process. This is known as “sizing.” The glue is much thinner than is used 
for the first*coat, and is applied to fill up the interstices between the abrasive grains and hold them 
more firmly in place. When one of the loops approaches this second or sizing machine, it is 
straightened out as the pjicr is drawn l>etween the tensioning and glueing rolls, and this straighten¬ 
ing out draws the loop cioss-bar (which has passed beyond the feeding pawls) forward, and the 
cross-liar drops upon conveyer chains, and is lowered to the floor. ^ 

The paper, after passing the point where the cross bar support is removed, is drawn over a 
curved platform down to the tensioning rolls, and then to the second set of glueing rolls. After the 
sizing operation, the imper passes over a drum or roll on the periphery of which are raided strips 
that incline from each side towards the centre, similar to the teeth of a herring-bone gear. This roll 
is to centre the paper before it again enters upon the drying track. The paper is now gathered up 
into loops 4ipoh cross-bars which are automatically elevated at proper intervals, the arrangement 
)>cing the same as that used after the firsj coatin^^process. 

The loops of coated paper now begin a long journey whi^ continues in a straight line to the end 
of the room, the motii»n being inlermittetit and effected by the feed-pawl mechanism previously 
referred to. When the procession of swinging loops reaches the end of the room it makes a short 
turn on a curved track*, and proceeds back in the opjwsite direction. The feed of the cross-bars 
around this curved end is obtained by a pawl-feeding mechanism similar to that descrilied, except 
that it is curved to conform to the track, and this curved, fan-shaped frame has an oscillating 
movement instead of a straight-line motion. 

After passing the curve, the loops, which hang quite close together, travel in an unbroken line 
and on a continuous track from one end of the building to tlie other several times. At the end of 
the last track the supporting cross-bars fall on to another chain conveyer, and are carried down to 
the floor. The stock is then drawn over another curted platform, just beyond which there is a 
series of rolls which iron out the wrinkles and also provide ten'ion premratory to winding the coated, 
stock on to an arbor. This is the end of the coating operation. / . 

The complete ^ssage from the first coating rolls to the end wheu the coated and dried stock is 
wound on to rolls requires several hours, when the tracks are completely filled with paper they 
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lold a continuous sheet (joined hy glue where breaks have occurred, or where a new roll of paper . 
nas been smarted) which, if straightened out, would extend about eleven miles. ^ 

The coating process is practically the same for cloth as for paper, except that the cloth stock .. 
'equires two passages through the coating machine, one for coating with glue and another for 
:oati2^ with Mth glue and abrasive. A preliminary coat of glue is necessary, l}ecause the cloth 
ibsorbs more glue than the paper. Stock varying from 18-48 in. wide can be run through ^is 
loating machine. When a lot of |m{)er or cloth is to l)C coated, the wide stock is put throu^ 
irst, the order lieing from wide to narrow. This is done so that any wear which mignt occur on 
he rubber glue-coating rolls will not affect the narrower widths. Similarly, stock requiring the' 
:oarse abrasives is coated last, the order being from fine to coarse to avoid any possibility of coarse 
grains which might have remained in the machine l)eing deposited upon a paper of finer grain. 

The large rolls of coated stock are cut into various shapes in another department. > 


HARD ABRASIVE POWDERS 

The hard mineral abrasives, either in the form of wheels, as just described, or 
n powdered form, are extensively used for grinding and polishing. They are 
iometimes used for cutting, as in the cutting of stone blocks by a band of steel 
vith wet sand as the real cutting agent, but their chief use is for grinding and 
jolishing. The most important of the harder abrasive powders are the following;— 

Diamonds in the form of either fragments or coarse powder form the hardest 
ibrasive material known. It is used by lapidaries in the cutting of gems 4 nd 
irecious stones, and for other work in which no softer abrasive can be li^ed 
iconomically. 'I'he larger fragments of diamond are held in a special clamp 
ind are employed as cutting tools, but the smaller fragments are used as powder, 
pplied to the surface to be ground under pressure, water being also used to 
trevent loss by the flying dust. 

Carborundum, SiC, is prepared by fusing a mixture of petroleum residue, 
oal, or pitch, with fine quartz sand and a little salt in an electric furnace. It has 
, hardness closely approaching that of diamonds, and is extensively used in the 
nanufacture of grinding wheels and artificial grinding stones. 

On account of its hardness it is rapidly replacing corundum in some industries, though it is more 
ritlle and less economical in use on account of the tendency it has to wear away rapidly. 

The crystals of carborundum are small with sharp edges which are just brittle 
nough to break slightly in use and thus produce a material which cuts cleanly and 
ipidly and prevents glazing, so that carborundum forms one of the best of the 
lard abrasives. 

Ciystolon is a registered trade name for the carborundum manufactured by 
me firm. 

Corundum, Al^Oj, occurs naturally and, in an impure form, as emery ; it is 
itepared artificially on a large scale in the neighbourhood of the NiagJra Falls, 
J.S.A., by fusing bauxite or othef forms of alumina in an electric furnace, and it is 
hen known as alundum. Another variety—a by-product of the thermite welding 
irocess—is known as corubin. 

Emery is foun.l chiefly in the Greek island of Naxos, and con.sists of an aggregate of crystalline 
luniina (corundum) and magnetite (iron oxide), with aliout 12 per cent, of other minerals, of which 
ae chief is tourmaline. The best qualities contain about 50 per cent, of corundum. Depotuts of 
sser importance also occur in the states of New York and of Massachusetts, whilst a deposit of'■ 
cry .pure corundum occurs at Hastings County in Canada.^ The grinding power of emery depends'^ 
Imosf entirely on the proportion of corundum it contains, and on the effect of the other ingredients 
i detracting from the hardness of this material; it is therefore proltahle tlrat with increas^ facltities 
I the manufac’urt' of artificial corundum of a purity far greater than that of emery, the artifit^ i 
iatc^|l wi ll' effect a severe competition with the naturally occurring emer y, especialiy 

* The Canadian deposit supplies the best natutal corundum on the market., v 
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>re<^on cjining is concerned. At the present time, however, the cost of the artificial corundum is 
therf is ample scope for the continued use of emery for some time o come, j»rticularly 
IS tte natural roateriil M lieen found to be more reliable than some of the artilicial product. 

Electrite is a composition—the nature of which is kept secret—intermediate 
iyetween artificial corundum and emery in hardness. Carbo-corundum is a 
similar material. 

Corundum, emery, and similar materials must be ground before they can be used ; the ground 

of holes per linear inch in the sieves through 
wWch^they have last passed, but grains finer than those which are retained on a 250 sieve arc 
senarated by levigationfand are marked according to the nuinlier of minutes they remain susp^ded 
inhaler No numbers are used for this purpose, but the fineness is indicated by the number of 
cvnhers. thus o is the coarsest and ooooo the finest levigated emery. j . i , ,k. 

^^Emery, corundum, and several other abrasives are mounted on cloth or paper and sold "“‘'o' 
names of^emery cloth, emery paper, sand paper, etc. Glass paper is seldom made writh glass. 
Quarts erainrlimng harder and more satisfactory. The adhesive used is strong glue, with which 
the maferial (cloth or paper) is covered, and the abrasive is then sprinkled on by means of a sieve 
and adheres when ihe*^adhesive hardens. An extensive arrangement is rc(|uired to hold the long 
strios of cloth or paper during the coating processes, and to enable the glue to harden before tt« 
Ss are wo«n 7 on to a roller. The plant is largely automatic in character, the cloth or psp« 
being fed in at one end, coated and dried, and the finished proiliict being sipplied in the form of 

“ 'it' is'euSommy to employ gamete on paper used for wood working, carborundum or emery 
cloth for leather gLds, and corundum, carlKirundum or emery cloth for general machine work. 

Sand (impure silica) is largely used for abrasive purposes, both in its 
natural form and as sandstone. The grinding stones used lor flour mills, cutlery, 
and other purposes are usually of selected sandstone. 

For polishing, sand and water make an excellent abrasive for metals, glass, and other relatively 
hard surfaces. In the form of a miniature sand storm, sand has lieen used with great success for 
whrding anTsmoothing complex surfaces, and the sand-blast is now con,idere<l essential m^veral 
fnSies In glass matiufact..ties, sand is used in the production of ground glass and for i»lishing 
lenses, and in the metal industries it is employed for cleMing and hmshing ^ 

off the dirt and aggregations due to casting in a simple and rapid manner. Sand is not nearly m 
hard as corundu^, hut its low cost is greatly in its favour, and it is sufficiently hard for many 
purposes so that there is little or no advantage to he gamed, in such cases, by using the more 
cosUy material unless very rapid work is to be dune, or the articles to lie ground must lie cut 
with greut accuracy, as in precision giinding. 

Crushed steel, made by heating steel to bright redness and quenching il 
suddenly in water, is a popular abrasive in the United States, especially for stone 
and marble dressing, about 600 tons per annum being used for this purpose. 


MILD MINERAL ABRASIVES 

The mild mineral abrasives are almost invariably used in the form of powdew 
and are epiptoyed more for polishing than for actual grinding, though, as ahead; 
explained, the two processes are almost identical. ^ 

rhallr CaCO,--preferably in the form of precipitated calcium carbonate 
which is^ore free.from grit than ground natural chalk-is an extremely milt 
abrasive, much used in the manufacture of dentifrices, and of polishing powders to 
silver and plated goods. 

' Lime, Ca(OH)3, is largely used by silversmiths in preference to chalk. 

■ Rouffe is usually composed of extremely fine iron oxide, prepared by precipita 
^tion gentle ignition, and then separation of the finest particles by levig^ior 
There are sevaal ructions in which finely divided iron oxtde is “ by^irodud 
and these serve as further sources of su^ljt. The finest rouge of all-r-that employei 
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for the complexion—is prepared from safflowers {Carthamus tinctoris) by pul¬ 
verising 'them with a solution of carbonate of soda, and subsequpntly neutralising 
this with dilute acetic acid. The precipitated rouge is allowed to fall on absorbent 
cotton. The rouge is removed, subjected to a fresh treatment with soda and placed 
in a vessel containing very fine talc. On the addition of dilute citric or acetic acid, 
the colouring matter is again precipitated and collects on the talc. The product is 
pound by hand with olive oil so as to ensure the desired mellowness. 

Rouge is chiefly emptoyeii in giving the final polish to metals, its softness and freedom from 
;rit making it specially suitalilc for this purpose. The red colour of the material also imparts 
1 pleasing tinge to metals polished by its aid; for this reason it is often mixed with chalk in the 
preparation of plate powders. The cost of rouge is .such that it is only employed where d cheaper 
abrasive will not give the desired result. 


Tripoli powder or rottenstone is an alumino-silicate of variable com- 
positioi) or even a number of alumino-silicate.s which happen to be suitable as 
ibrasives and polishes. 

The best quality comes fiom Corfu and is infusorial like kieselguhr, but little notice is now 
Aken of the source so lonj^^ as the materia) is satisfactory. A variety of tripoli powder termed 
'Ottenstone is found at Bakewcll in Derbyshire; it is a highly aluminous and veiy soft rock, and 
>wes its brown colour to the iron it contains. 

Kieselguhr is a fine siliceous powder composed of the sheaths of minute 
diatoms and is one of the best known forms of diatomaceous earth. Like other 
forms of e.xceedingly finely powdered or levigated silica, it is largely used aft the 
ibrasive in pastes and liquids for polishing metals and wood. J'or this purpose it 
must be free from all gritty particles. 

Pumice Stone is a product of volcanic action, and is therefore found in the 
neighbourhood of volcanoes. Large quantities of it are oblaincd from Rhenish 
Prussia. 

It i.s a mole powerfid ahrasive than the other mild ones just mentioned, and is largely u.sed as 
i preliminary polisher in cases where a quick-acting ahiasive is retjtnred, hut where sand or the 
tarder abrasives would he unsuitable. It is also mixed with srsip to increase the detergent properties 
>f the latter. 


POLISHES 

Polishes are of two kinds: those which rub away the surface of the material 
intil a smooth and polished surface is obtained and those which cover the material 
vith a coating which is, in itself, smooth and reflective. The fqrmer kinds of 
xilish are abrasives and have been de.scribed in the pages immediately preceding; 
he latter are more in the nature of varnishes and lacquers, but differ from these 
n several marked respects (see Martin’s “ Industrial Chemistry: Organic ”) and 
lartake rather of the nature of oils and waxes 

Polishes may be required chiefly to restore a bright .surface which has become dull on exposure, 
lud, in the case of metals, has becoiqe coveted .with a film of oxide which makes it tarnished. 
The object of the polish is to remove tliis tarnish, whilst at the same lime removing as little of the 
netal as possible. This may lie effected by the process known as buffing, witich consists in holding 
he article against a rapidly rotating disc of cloth charged with a mild abrasive, such as lime oi 
halk; but useful as is this method for the manufacturer, it would be lob strong for the owners 
if the finished goods and would wear away the surface too rapidly if frequently repeated. The 
brasive is therefore applied with a piece of flannel and is rubbed by hand on to the object to be 
lolished, the surface being afterwards finished with a wash-leather (chamois leather) or (in the 
•trade”) by rubbing with the fleshy part of the palm, this latter being superior to any othei 
olUhing medium for giving the final polish to metals. 

It is not always necessary to use an abrasive of a solid nature; thus ammonia 
dlntion applied with a piece of flannel will frequently renew the polish on tarnished 
setals, and paraflia is a well-known remover of rust. Most metal polishes 
optain both solid and liquid abrasives and a detergent, the best known bn^ 
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consisting of soap, oil, whiting, Chalk, or finely levigated silica, and a colouring 
agent. Some of the much advertised brass polishes contain finely-ground sand 
or tripoli powder as- the chief solid tfbrasive, and oxalic acid and paraffin as the 
chief liquids for removing tarnish. 

There are two kinds of jjolish on metals; one is known as “ colour ” and is almost a mirror-like 
polish, in which all the p[rain of the metal has disappeared. It is seen on high-class steam fittings, 
etc., and is produced by holding the work against bobs or mops of fell or calico charged with a mild 
abrasive such as whiting or lime, though it may be produced on work running in the lathe, if the 
finest abrasive cloth or paper is used an<1 followeil with a piece of \yash-leather charged with 
metal polish. 

The other kind of polished surface is seen on scientific instruments and is known as mathematical 
Strain. 'It is somewhat difficult to descrilk' its exact appearance, but if an astronomical telescope, 
photographic lens, or micro-senpe is carefully examined, it will be seen that there is a certain amount 
of gram under the polisli. Th\s is obtaine<I by ilie use of planishing and burnishing tools, the metal 
being subsequently covered with lacquer such as those described in Martin’s “ Industrial Chemistry: 
Organic,” pp. 48, 211, 348. 

Stove polishes are of .several kin«ls. The one cliiefly used some years ago, under the name 
of bli^klead, consisted of finely-ground graphite—a form of the clement carbon which occurs as 
a mineral in Cumberland, Ceylon, and elsewhere. Brunswick black consists of asphaltum or 
pitch mixed with turpentine and linseed oil and heatefi until the mixture becomes uniform throughout, 
but some of the preparations sold as Brunswick black contain benzoline and other vehicles, and the 
pigment is bone pitch or some other convenient foriu of caibon instead of asphaltum or bitumen. 
A well-known “brilliant” stove polish consists of an ink made by precipitating sulphate of iron 
with laonic acid, the Ikjuid being mixed with bo<^l blacking; another - alm<fSt equally well known— 
coivsbts of plumbago or graphite mixe<l with water-glass and glycerine, sufficient aniline black 
being added to give the desired lint. 

Furniture polishes consist chiefiy of beeswax or paraffin wax, soap, 
turpentine, alcohol, and water, made into an emulsion, but some consist of a 
solution of sandarac and shellac (with or without gums) in alcohol. 

French polish for woodwork consists of shellac dissolved in alcohol and 
coloured with “dragon’s blood.” Various other gums, such as benzoin and juniper, 
are also added by some polishers. 

The proportions vary very greatly, and arc apparently adapted to suit the skill of the workman 
rather than to .secure tlie l>est re.sull apart fr<jm any question of skill in application. 


Boot and shoe polishes vary greatly in composition, but their essential 
constituents are shellac, wax, lampblack or an aniline black or light brown dye, 
with turpentine, paraffin, or alcohol as a vehicle. Too much shellac must not be 
used or the polish will crack. Spermaceti is used to prevent this in some polishes. 
To prevent the paste from drying to an inconvenient powder, a little glycerine may 
be added with'advantage. 

Boot and shoe polishes are more conveniently considercil under Waxes (Martin’s “ Industrial 
Chemistry: Organic”). , 

Boot blackings consist of bone-black, sugar syrup, .sulphuric acid, and olive oil, or their 
equivalents. 

Mechanical methods of polishing ap very various, eacl^iniluslry employing its own ailaptations 
of the general methods. In most cases they consist in applying the abrasive or waxy polish to the 
article under a considerable pressure, this being applied by nand or mechanically, according to the 
nature of the material to be polished. Thus, wood polishers work entirely by hand, but in the polishing 
of stones, tenors, r.nd nittals the earlier stages arc all carried out mechanically—usually l)y rotating 
a disc carrying the abrasive and applying the object to l>c polished to this, or by making the object 
rotate and applying the abrasive to it under the pressure of a metal or wooden polishing tool. The 
final stages may be assisted bv the use of mechanism, but the pressure to be applied is usually so 
slight that it must be applied by the hand of a skilled operative. 
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PHOSPHORUS 


By C. Ainsworth Mitchell, B.A. (Oxon.), F.I.C. 


Phosphorus, in combination with other elements, is one of the most abundant 
substances in nature. In the form of calcium phosphate it is the princip^ con¬ 
stituent of various minerals such as phosphorite and apatite; in others it is present 
as iron phosphate, aluminium phosphate, etc. It is also a chief constituent of the 
bones of vertebrate animals, and is found in the brain substance, muscles, etc. 

It was discovered towards the close of the seventeenth century by Brand, who 
bad ignited the residue left on the evaporation of urine in a search for the 
philosopher’s stone; and in 1755 it was prepared by Scheele by the distillation 
of bones. 

Until comparatively recently modifications of this method were still the only 
manufacturing processes. 

By dry distillation of l>ones in iion retorts, a distillate known as Dippel’s animal oil is 
obtained, while a residue of bone charcoal or bone earth is left behind. This bone charcoal, 
ifter being used as a decolorising agent in sugar refineries, is calcined to obtain bone ash, which 
was formerly obtained by directly calcining the hones in kilns. 

This Ixmc ash is washed in leaden tanks, first with hot water, and then with the calculated 
imount of sulphuric acid to convert the iricalcium phosphate in the ash into the soluble mono- 
»lcium salts— 

Ca,(P04), i 2IUSO4 = 2CaS04 + CaH^fPO^b. 

After dilution and sedimentation of llic calcium sulphate the clear phosphate solution is decanted, 
ind conc:ntrated in leaden pans to a specific gravity of 1.45, after which it is mixed with a link 
wood charcoal, and evaporated to a nearly <iry solid mass in iron pans. 

This residue next heated in hori/.onlal terra-cotta retorts, arranged back to back in rows in a 
itmace, and after being exposed to red heat for twenty-four hours the monocalcium phosphate is 
2onverted into calcium metaphosphate — 

• CaH^fPO^ls - 2II2O + CafPOg).. 

The temperature is then raised to white heat for about forty-six hours, with the result that iri- 
:alcittm phosphate is produced, while carbon monoxide is evolved, and free phosphorus distils— 

SCafPOslg + loC = loCO + + I’4‘ 

The phosphorus is condensed under water, and is purified by redistillation with a small propor¬ 
tion of moist sand, and is finally moulded into cylinders under water. 

Another method of purification uscd*in Kran«e is to treat the phosphorus under warm water with 
sulphuric acid and potrssium bichromate. 

The drawbacks to tliis process, apart liom the cost of the raw material, are that it only yields a 
portioio^;the phosphorus present, and that compounds of phosphorus and sulphur are simultaneously 
produced, and have subsequently to be eliminated. Hence the final yield of the pure product is less 
tlmn lojier cent of the original material. 

In Fleck's process, now abandoned, hydrochloric acid was used instead of sulphuric acid for 
the decomposition of the bone ash. 

W6hler(^«^. Arch., XVII., 179) devised a process of obtaining a better yield 
of phosphorus by heating the slightly charred bones with sand— 
aCajtl’Ojja + 6 Si 0 .j + loC - yCaSiCa + loCO + I',, 
j^t it was found that high temperatures were required, and that the calcifim silicate 
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attacked the retorts to such an extent as to render the process unpracticable onf a 
manufacturing scale. For the same reason the process could not be used for the 
treatment of mineral phosphates. 


Readinan and Parker’s Process. —It was not until an electric furnace was 



Flc. I.—Vertical Section. Fk;. 2.—Arrangement of Electrodes. 

Readman and Parker’s Phosphorus Furnace. 


used for heating the mixture (i8g8) that it was found possible to prepare phosphorus 
by Wohler’s process. Readman and Parker’s furnace is shown in Figs, i and 2. 



Fig. 3.—Phospliorus Furnace of the Electric Reduction Co. 

A finely-ground mixture of too parts of phosphorite with 50 parts of sand and 50 parts of 
charcoal is introduced into the hopper a. 

■ After the initial heating has been effected hy a current passing through the movable carbon* 
r®, the latter are withdrawn, and ar. arc-light made to pass between the electrodes The 
idtospfaorus fumes pass.ilirough the tube 3^ and are condensed in water contained in copper' 
neoeiven. 

Any oxidation of the phosphorus may be prevented by passing a current of coal- 
gas through the rctofl (German Patents, 107,736 and 112,832). 










rauitrnui^uo 


siSSaa^ 

To prevent decomposition of the water in the condensers by the phosphoms 
vapours^the Compagnie 6tectrique du Phosphore, Billaudot ct Cie, 

(OCTinan Patent,^io 6 , 498 ) » V^ocess whereby the condensation is effected 
atmosphere of carbon monoxide which is formed in the reaction. 

A diagram of Iheir furnace is shown in Fig. 4. The vapours (namely, phosphorus and carton 



.nonoxidel formed in the furnace 1 are freed from E, 

solulionTf coi^icr sulphate. The resulting copper phosphide is used m the tnannfactute 
of phosphor i)ton*c. * 

The ektrica) methods of producing phosphorus are everywhere taking the 

nlace of the'old method of distilling bones, for the high temper^res squired for 
fl^l reaction {i,3oo"-i,45o” C.) arc in this way most economically obtained. The 
residual slags still contain about 20 per cent, of the phosphorus origina V 
This is left in the form of irreducible iron phosphide or sihco-phosphoric acid. 

In Neumuin-s process Ck,m., .XCV., 291) « totter ymld irf phosphorus Is 

obuSed by reducing phosphoric acid with carbon at a temperature of 650 -850 C. 

2HPO,, + sC = 2P + sCO + H2O. 

Karthenware retorts are used for this purpose, and lower grades of phosphorite may he used as 
the raw materia!. 

phosphoric and phosphorus oxides is reduced in an electric furnace. 
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The simultaBeous production of calcium carbide and phosphorus forms the bas's of Hib«f j 
ltd Franlc's German Patent, 92,838, and Bradley and Jacobs’ English Patent, 10,290, of ,1898. 

In Joudram's process on these lines the raw material, phosphorite, is.heafed with an excess 0^ ■ 
harco^ in carbide.futnaces, and the phosphorus fumes condensed in water towers— 

*' 3a 

CXilPOJa •( 14C = 3CaC2 + Pg + SCO. . , 

It is doubtful whether the carbide thus produced would be suHiciently pure for ordinary purposes. :' 

Reduction of phosphoric acid or phosphates with metallic line or aluminium (Rossel, German 
’atent, 7t>s59) t**® presence of sand has also been proposed as an industrial method of preparing 

ihosphorus. 


4 Properties. —The so-called yellow or white phosphorus is a wax like solid ' 
rhich melts at 44.4° C., boils at 287“' C., and has a specific gravity of 1.83. It, 
3 insoluble in water, but dissolves -readily in carbon bisulphide, and is slightly 
oluble in alcohol and ether. It “ phosphoresces ” in the dark, and when ettposed 
0 the air in a finely divided state ignites spontaneously. 

In Mitscherlich’s test for the detection of traces of white phosphtwus the 
ubsfance is boiled with water in the dark, the steam becoming luminous when, 
ihosphorus vapours are present. 

Phosphorus dissolved in carbon bisulphide will precipitate metallic phosphides ’ 
rom solutions of salts of the metals, as, for example, silver phosphide, PAg,^ and 
lopper phosphide, Cu^Pj. ' 

White phosphorus is extremely poisonous, and absorption of the vapours Causes 
hronic necrosis of the jaws and teeth. ' 


Allotropic Modifications of Phosphorus.— Several allotropic forms of 
ihosphorus are known, including Schroller’s “amorphous” red phosphorus dis- 
overed in 1845, Hittorf’s black phosphorus, and Schenk’s scarlet phosphorus. 

% 

Red Phosphorus, which is sometimes also termed amorphous phosphorus, 
hough it forms hexagonal crystals, is slowly produced when white phosphorus is 
xposed to light. It is more rapidly produced by heating ordinary phosphorus 
1 a vacuum at 300° C., or with a trace of iodine at a lower temperature. 

On a manufacturing scale it is prepared in Albright’s apparatus, which consists 
f a cast-iron vessel containing an inner porcelain chamber, the top of which can 
le screived down. The space between the inner and outer chamber is filled with 
and, and the i^on vessel also rests upon a sand bath, which is heated for e^ht days 
t a temperature of 23o°-25o° C. From the top of the porcelain chamber containing 
le soluiile phosphorus there passes a bent tube, the end of which dips into a.j 
rough of mercury to form a seal. 

At the end of the operation a mass of red phosphorus, mixed with unaltered 
hite phosphorus, is left in the chamber. By boiling the mixture with sodium 
ydroxide solution the white phosphorus is converted into phosphine, FH^ which 
scapes, leaving the red phosphorus unaltered. ’ , , 


A more recent method of separating the two varieties is liased upon the difference In their specihe 
r^\ity. The mi\U)re is first finely ground under water, and then incorporated with a sdutlon- 
f calcium chloride of sp. gr. 1.9 at SqT C. The.whitc phosphorus (.'»p. gr. 1.83-1.84) melts and 
ses to'thc surface while the red phosphorus (sp. gr. 2.1) remains at the bottom. A separation ' 
f the two kinds of plutsphorus may also be effected by extracting the mixture with carlron bisulphide. ’ 




Hittorf s Black Phosphorus.—This is prepared by heating white phosphorui' 
ith lead in a sealed lube to a temperature of about 800“ C., and subsequently 
issolving the lead by mernis of an electrolytic bath of lead acetate and acetic add.^ 

tetallic bismuth may be used instead of lead in this process, but a lower y. 

f the black phosphorus is obtaiued. 


’The specific^ ii^»nty of HittorPs modificition is 2.31-2.33. 
It oxidises very slowly in the air. 


It is more inert than red phosjAK 


A so-oilled ovromorobic ohosohorus is described bv ToSboM 
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It is pretared by treating red phosphorus with a trace of 
? a«o"§or I li b more stable than red phosphorus at temperatures 

xlow 450° C. • . ■ . j j . 

^)=Iacomptete conversion of red phosphorus into this modification yields a pacc-coloured ^odnct 
«d“ SLl‘is hcrdlf" h is convened into a violet modification with a 
specific gravity of 2.27. 

Qrarlet Phosphorus is obtained by heating a solution of phos- 

"depSd « » »on*0.. 

^.h ™ge„». .»d i. a.erfo.= ...d In d« 
manufacture of safety matches. ,.c ■ • t, ho 

hours at 120-C. in the presence of 0.25 0.S pet cent, of lodme. 

In addition to its principal use in the match industry, red 
the pr^aration of hydriodic acid, and for producing a vacuum in electric la p . 
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Bv C. Ainsworth Mitchell, B.A., F.I.C. 
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Prior to the invention of phosphorus matches early in the nineteenth century, 
“ friction lights ” were manufactured by Walker in this country. These consisted 
of antimony sulphide and potassium chlorate, and were ignited by friction upon 
sandpaper. “ Lucifer ” matclies of a similar character were invented by Jones. 

The fotinwing analyses l)y K. J. Clayton ^ gives the percentage composition of typical specimens 
of these early matches 



S. 

KClOfi. 

Lycopodium 

Gum. 

Antimony 

Sulphide. 

Ferric 

Oxide. 

“ IVomethean *’ matcb'js’-* (1828) • 
“Lu'ifer*’ ,, I. {1832-3) 

“Lucifpr'’ ,, II. (1832-3) 

247 

b -5 

12.5 

34-9 

27.6 

41.0 

8.8 

... 

31.6 

35-7 

24.9 

24.0 

18.1 

5.6 

3-3 


The earliest phosphorus matches made in France, Germany, and Austria con¬ 
tained potassium chlorate, and owing to the danger attending their use were soon 
prohibited in the latter countries. They were imported in large quantities into 
England. 

Typical examples of early phosphorus matches, examined by Clayton, had the following 
percentage composition 



Ordinary 

Phosphorus. 

• • 

S. 

KClOip 

• 

Chalk. 

Dextrin. 

Gum. 

Dye. 

Gerniah (about 1835) 

20,5 

14-3 

32.1 

8.0 

25.1 


Trace of 








blue dye. 

Austrian (1,835-50) - 

17.8 

n-S 

37.4 

... 

... 

33-3 

... 










In 1837 matches were made in Germany in which the potassium chlorate was 
replaced by the product of the interaction of red lead and nitric acid. The first 


* Prt:. Chem. See., 1911, XXVII., 229. 

^ Ignited by dilute sulphuric acid, coloured with indigo. 
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“safety” matches were invented by Bottger in 1843, the composition of these 
being ignited by friction upon a surface coated with red phosphorus. 

Matches of .a siiiiilat kinil were soon aficrwartts nmnufactuVed in Sweden, Init for many years 
could not compete coinmerciully with matches containinjr ulnte |)hos(»horus. 

Composition of White Phosphorus Matches. -The heads on these 
usually contain from 4-7 per cent, of ordinary white phosphorus mixed with an 
oxidi.sing agent such as lead oxide. 

The various ingredients are heated together in a closed vessel over hot water, 
and ate meanwhile continually stirred with an agitator. 'I'he wooden spills are 
( 3 i[)ped into this [taste, then dried in a current of air, and their heads finally coated 
with a thin layer of varnish. 

Jeltol gives the f»)llowing formuhi as lypical t Water, 4.5 lilies; glue, 2 kiltis; glass pnwder, 
2 kih)s; iioii ()\i<le, 0.5 kilo ; einnabar, 0.1 kilo; and wliito phtisphorus, 2.5 kilos. 

Safety Match Compositions.- These consist, in the main, of potassium 
chlorate and sulphur, or a similar substance, with additions to reduce the violence 
of the ignition. 'J'hey are ignited upon a surface coated with a mixture of red 
phosphorus, antimony sulphide, and powdered glass. 

Icheohaiiser give> the (ollouing rejuesentanw foinuila- 

J'otassium chlorate, jS; potassium idehromate, t.6; sulphur, 0.4; iiuugajiese dioxidf*, 1.8; 
ron f)xulc, i ; nmbei, 1 ; gla^^s ]iitwfler, 2 ; glue, i ; and gum arabic, 4 kit*»s. 

The accompanying striking surface consists of ipd pho^jiborus, i.o ; anluiiony ti isuljihitle, 0.25 ; 
anipbluck, o 50; ami di vtrin, o. jO kilos. 

T'he Splints for iht* matclies are prepared from non resinous woods, generally 
ispen wood, large (luaniities of which are exported from Russia. They arc 
mpregnaled with paraffin wax before being tipped with the composition. 

Resinous utiods .ire also somelmu's u.sed after (leatinenl with sodium caibonale solution 
llalwc’s fiernian Patent, i jo,oi<d. "i with [ihosphoiic acul sitlulmn (Peiiettick’s (ieiman Jkilen*, 
[44,229). 

Aftef'giowing i-x \Mevented hy imprc|,^nuting the wimuK wiih a solution of phosplioiic acid and 
immoniiun phosphate. 

Prohibition of White Phosphorus Matches.— In rpofi a Conference was 
leld at Berne at which most of the |irinci[)al nations of Kurope agreed to.prohibit 
he sale and export of niatdics containing white ]>hos[)horus. Some countries, 
lowever, including (Ireat Britain, Belgium, Rus.si.a, and the I'nited .States, were 
inable to agree to the prohibition, and relied upon measures to [irevent the 
jccurrencc of necrosis in the works. 

In this country these still proved ineffectual, and in 1908 the While Phosphorus 
n Matches Prohibition Act was passed, and came into force on isl Janivtry 1910. 

In the United Stales the so called “double-dip” matches, which contained 
roni 14 20 [ler cent, of white [ihosphorus, were in great demand owing to the 
•eadines.s with which they ignited; but in that country too an Act in 1912 was 
massed prohibiting their sale and'export after Jai’niary 1914, and imposing a toje 
.ipon white phosphouis m.atches sold after July 1913. 

A mcihful of delectmj; white phosphorus in match composition is descrllH'd hy Thorpe {C/icm. 

Proi.^ 1909, XXVI , 731. The sulwtance is greatly healed ;>/ vacuo, and the while phf*sphorus, 
vhich sublimes under these condition.s, is then identihed by ils physical p.-ij'erties. 


Substitutes for White Phosphorus.— The substances used as substitutes .. 
or white [ihosiihoius in match compositions include amorphous red phosphorus 
ind other allotroiin- modiVation.s, hydrides, oxides, and sul[)hides of phosphorus 
nixed with potassium chlorate or other oxygenating substance, and with inert 
iubstanccs to reduce the violence of the ignition. 
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USE OF PHOSPHORUS SULPHIDES 

French State Matches. —These are made by the process of Sevene and 
Cahen, with a composition consisting essentially of jihosphorus sesqui-suJphide, P^Sn, 
and potassium chlorate, with other ingredients in approximately the following 
proportions -.—Phosphorus sesqui-sulphidc, 6 ; potassium chlorate, 24; zinc white, 6; 
red ochre, 6 ; powdered glass, 6 ; glue, 18 ; and water, 34 parts. 

They are liable to slow decomposition in moist air, with the liberation of 
aydrogen sulphide. 

The use of other phosphorus sulphides, P jS,j, is claimed by the Grie«‘heim-Klektron Chemical Co. 
German Patent, No 163,078), whilst Itucii (German Patent, No. 174,878} has protected a com* 
x»sitioii containing a brown powder (16 pi-r cent, of S and 82 per cent, of P) juoduced by the 
nlcraction of sulphur chloride and red plxjsphorus. 

A phosphorus polvsulphide, P,S|„, clainaed in German Patent, 23c), 162, and l-'icnch Patent. 
^24,522, of 1910, has l)Cen sliown by Slock and P'rcderici [Zeit. ait^nv. Cht'oi., 1912, XX\^, 2201) 
o lie mainly a mistiire of sulphur and the suljjhide p4S.(. Thiophosphilcs made by heating 
luiphidcs (<..;’•> /nS, etc.) uilh ted plios])Iioius and sulphur in an almosjjliere of carbon 

lioxide to a lomperatiire of 450’ ('. are used in compositions patented by ibc Klektion Fabnk 
German Patent, No. 15 >, J88), as for cxam|)le in tlie formula : Zinc thiophosphilc, 30; potassium 
dilorale, 60; zinc oxide, 5; gypsum, 3; chalk 5; and powdered glass, 10 jiaiis. 

Matches of this comjxisition .tjo less affected l)y moisture than those containing pihnsphorus 
mlphides. 

Various allotropic modifications of phosphorus, such as Schenk’s scarlet [ihos- 
chorus and Hittorf 's variety {Ber., 1909, XLIL, 4510), which is obtained by healing 
ihosphorus with lead in closed tubes to a high temperature, are also used for match 
compositions. 

All ignition compoMtion claimed by G. \V. Johnson (English Patent, 21.Q31, of JO09I contains 
he following ingredients-- Red jihosphorus, 350*. aiuimoiiy pcnlasulpliide, 4cxj: chalk. 100; zinc 
)xidc, loo ; and powdeicd glass, too pails. 

These are made into a paste with water, and incorporate*! withtilue, ^00; potassium 
hloiatc, 1,300 ; chalk, 50 ; /me oxnb-, 50 ; .iiid powdercil glass, <50 part^. 

A piste upon somewhat 'similar lines is claimed l.>y Gaiisscmille Jeune ct f'ie et Roche (f'rench 
Xatent, 404 337, of 11)09). the ))hosiihorus therein U-ing described as ‘'neulial ampiphous 
ihosphorus,’' ublaiiied horn oidinaiy phosphorus by disiillalion ami tiUration. 

The puparati' u and pii-[)cuiesof iwo solid hydrogen phosphides. P-JG. aiedescribed 

ly Stock, lioUchcr, and Lengci (J!ei. ii. tf. Vhem. O'm., 1909, XT.II., 2S3()). Tlie orange coloured 
lompound, 1 is used in a match comj>osition patented by ^^■lu■cl\\ngh^ (English I’atent.s. 
»i,866, of 1906, and 3,214. of 1910). 

Statistics.--The loll.jwing tables show the values ol mutches cxpoiled and impmted during 
.everal year' ending 1910. 


Exports of British M.\tches 


1890 

1H95 

19001 

1905 { 

19081 
1909 ( 
igioj 



Tot.'il (0 
Foreign 
{'otmtries. 

Total to Uriiisli 
Posses'.ioiis. 

Grand 

'J'oiaK. 

Safely matches mal others 

L 

z. 

C 

><>.517 

129,^66 

145.S83 

Safety nrat‘'be'' and others 

9,849 

77.470 

87,319 

.Safcl) matches .... 

1.175 

7.728 1 „ , 1 

81,288 ( '‘9’°''' 1 

8,903 

Other kinds • ... 

S.677 

89,965 

Safety matches .... 

1,260 

S; )'»•»{ 

9.841 

Other kinds. 

47914 

56,565 

Safety matches .... 

i *53 


10,70^ 

^Other kinds. 

Safely matches .... 

3.629 

74,796 

1,212 


16.356 

Other kinds. 

3.S39 

73,447 

Safety matches .... 

1.626 


14.718 

Other* kinds. 

2,270 

. 7>,747 
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British Imports 









Total from 

Total from ltriti<ih 

Grand 



; Couiunes. 

l^osses&ions. 

’I'otats. 



1 

' L 


£ 

1890 

Safety mati^lies and otlicis 

^6.S,8S6 

From Australasia, /’30 

368,916 

IS9S 

Safely matches and nilieis 

562,(kio 


362,900 


Safety matches 

203,818 


203,818 


Olhei kimK 

' 177.C.9 


>77,239 

i 

Safety matches 

263,460 


265,460 

1995 j 

Other kinds 

318,238 


318,238 

.. < 

Safety matches 

327.573 

... 

327..573 


Other kinds 

281,095 


281,095 

( 

SafelN nuitclios 

,34i.<'''3 


341,693 

1909 

Olhei kinds 

256,907 


256,967 

f 

Safety matches 

5011,519 


306,519 

1910! 

Othei kinds 

>73-4 i 8 


173,418 







SUBJECT INDEX 


Notk. The Roman numer x/s refer to the volame, the Arabian 
tin met ah to the fages. 


A 

Aalborg kiln, II., 79, 104, 105 
Abbe ball mill, II., 24, 94 
Abmham-Marmii.'r o/oiic lower, I., 151 

-ozoniser, I , 149 

Abrasive ])owdi.rs, 11 ., 414, 41.S, 419, 
420 

--- wheels, II., 12^ 

Abrasives, II., 3,;4, 402, 403, 406, 413 421 
Abraslol, 11 ., 5 

Absorption iiKuhincs, ice making, I., 81 

— pyromctei.s, I., 67 

— lowers, 1 , 277, 447 
Accelerators, for piaster, II., rib 
Accumulatois, use of cerium salts in, II., 

— U. 5 C of vanadium .salts in, II., 381 
Acetic acid, deeoloiismg, II., 349 

— disinfecting properties, II., 5 

— germicidal value, II., 3 
Acetonitril, 456 

Acetylene,'I., 43, 103, 115. 487; II., 

4 TI 

— hydrogen from, I., 1 15 

— reducing povver of, I., 487 

— tcmperatuie of ignition, I., 45 
Adiromatic glass, 11 ., 264 
Acid, benzoic; 11 ., 5 

— hippuric, 1., 429 

— hydrocyanic-- see IMnnyaiik add 

— hydrofluoric, I., 413-419 

— nitric—see Nitric add 

— perboric, I., 425, 426 

— percarbonic, I., 

— persulphiiric, I., 424, .t25 

— salicylic, II.. 5 

— sulphuric, 1., 207 et sty. ; sec also 

Sulphuric acut 

Acid centrifugal immps, I., 232 

— concentration pans, I., 236 

— eggs, I., 233, 277 

— elevators, !.,• 231-233 

— emulseurs, L, 233 

vox.. 11.—28 


i .-\cid immping, 1., 231-233, 27S 
j — resisting ware, I., 236 
1 — .sodium suliihalc, disinfecting properties 
i of, 11., 12 

\ —towers—see under Towers, Gay-Lussac 
towers, Giover towers 
watci.s, 1., 173, 194 
.'\cids, amino, I., 427, 428 
-- disinfecting jiropertics of, II , 12 

— germicidal value of, II., lo-i 1 
hydrogen from, 1 . 116 

Arker, elcctrol)tK' process, 1 „ 377 
.\ctiniuni, clisintrgialu n of, 11., 386 

— radio-active constants of, II., 387 
Actinium emanation, ladio-activc con¬ 
stants of, II., 387 

— series, lb. .187 

; Actinolite asbeslo.s, 11 , 281, 2S4 
.'\ctol, lb, 16 

I .Vdie testing machine, II., 121, 122 
; Adobe clay, II., 144 
i Ados, combustion meter, I., 47 
! Aerated wateis, 1 ., 195-200 

I-continuous process for, I., 196 

I -lermentalion of, I., 199 

j — — (jeneva jiroce.ss for, I., 196 

i-- metallic contaminatiiin of, 1., 199 

'-pressure of satination ot, I., 197 

, .\erobic tanks, 1., 187 • 

. Aeronautics, use of hydiogeii in, 1 ., riy, 
118 

. Aeschypitc, II., 291 
Agate pe.stles and mortar.s, II., 415 
Agyrol, II., 16 

Air, amount rci]uiied for combustion, b, 
4C>, 47 

— drying of, I., 77, 86, 89, 93, 98 
■— properties of, I., 103 

— purification of, I., 86, 89, 154 
Air-ga.s, I., 119, 121, 122, 123 
-liiiucfving machines, 1., 85 

-separators, I., 15, 16, 65, 67 ; II., 

28, 107 

Alabaster, I., 345 


» 433 
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Alabaster glass, 11 ., 269 
Alby carbiik furnace, II., 409, 410 
Albuminoid ammonia, I., 160, 193 
Alcohol, germicidal value of, II., 3 

— use as fuel, I., 25 

Alcoholic fermentation, carbon dioxide 
from, 1., 141 
Alexandrite, II., 63 
Algin, 1 ., 408 
Alitc, I., no, 111, 125 
Alkali, electrolytic, I., 3^7-379 

— .Vl, I., 23s 275 

— chlorides, electrolysis of, I., 367, 3(18, 

, 374-375 

— iodides, I., 411 

— -w-aste, 1., 294, 297, 298 

Alkalis- see imdei Sodium hydroxide, 
S(>dium Kirhouate, PotaMium hydrox¬ 
ide, Folassium eat houate. Lime, etc. 

— action on glass, II., 246 

— estimation of, II., 120, 149 

— hydrogen from, I., 116 

— iiresence in fire clays, II., 230 

— presence in water, I., 172, 173 ; II., 

— - removal from water, II., 61 
Allanite, II., 316 

Alloys, pyro|)horic, II., 316-319 

— tantalum, II., 341 
Alluvial clay, II., 144 
Almandinc, II., 63 
Alpha ray.s, II., 385 
Altmann’s process, II., lo 
Alum, II., 49, 54. 5 , 5 . Sk 57 

— action on jilaster, II., 117 

— ammonium iron, 11., 56 

— burnt, 11., 56 

— iron in, II., 57 

— potassium, 11., 55, 56 

— potassium chrome, 11., 56 

— replacement by aluminium sulphate, 

II., 49 , S'* 

— shales, II., 55, 144 

— sodium, 11., 56 

— statistics, 1 ., 3.1^, 333 

— walcrfiroofing by, II., 118, 119 
Alum cake, II., 54 

— stone, II., 5.5 

Alumina, I., 227; 11 ., 49 52 , 165 

— bricks (;f, II., 233 

— crui ihlcs of, II., 272 

— detection by dyeing, II., in 

— e.stimation of, II., ng 

— fused, I., 231, 236; II., 52 

— manufacture of, I., 473, 474; H-, 49 ' 

51 

— packing for acid towers, ]., 231, 236; 

II., 


Alum, properties of, 11 ., 51, 52 

— thermite, II., 75 

— uses, II., 51, 52, 240. 250, 253, 277, 

278, 279, 418 

Aluminate, sodium, I., 474; II., 50,51, 

52. 56 

— calcium, II., 109, no, ni 
Aluminium, II., 49, 51 

— action on alkalis, I., nfi 

- action on charcoal, 11., 08 

— action on iron oxide, II., 68 • 

- action on lead sulphide, 11., 67 

— action on metallic, oxides, II., 68 

— action on metallic sulphides, II., 67, 

68, 69 

~ alloys of, I., no ; II., 325, 327 

— metallic plates, I., 175 

— reduction of metals by, II,, 69 

— sterilising effect of, II., 16 

— use as anti-scale agent, I., 175, 176 
I Aluminium acetate, 11 ., 56 

I — chloride, II., 16, 56 
j — compounds, industry of, II., 49 57 
1 — fluoride, II., 52 
I -- hydroxide, II., 49, 50, 51, 52 

— Iiy))0(:hloritc, 1., 396 

— nitride, I., 107, . 173-474 

— oxide -see Abnnina. 

— salts, disinfecting iiroiiertics of, 11., 16 
-uses of, II., 56, 57 

-- water purification by, I . iti6 

— silii-ates, 11., 60, 109 in, 139-142 

— silicofluoiides, II., 119 
. ■ soaps, II.. 57 

— sulphate, li., 52-57 

-iron free, II., 51, 52, 53 

- — manufacture of, 11.. 52-54 

-properties of, II., 54 

-replacement of alum by, 11., 56 

-uses of, I., 1.S8 

Aluniino-silicates, II., 60, 109111, 139, 
142 

Alumino-silicic acids, II,, 140 142, 150, 

183 

Aluniino tlierinics, II., (17-75 
' Aluiniiiol, 11 ., 5 
Alunitc, II., 55 

Alundun, I., 236; II., 406-407, 415, 418 

— furnace, II., 406, 407 

— literature, 11., 399 
Amalgam, sodium, I., 374, 375 
Amber mica, II., 286, 288 
Ameiitan natural cements, 11 ., 86 
Amethysts, II., 63 
Amino atids, 1 ,, 427, 428 
Amino acetic acid, 1 ., 428 
Ammonia, I., 453 474 
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Ammonia a^sorption in bnnc, I., 300 

— absor[)tion by plants, I., 427 

— absorption of, I., 304, 305 

— albuminoid, L, 160 

— anhydrous, 1., 467 

— bacteria, 1., 428, 42^ 

— by direct union of elements, I., 409- 

472 

— catalytic formation of, I., 4^9 

— costs of manufacture, 1., 471 

— cyanide from, 1., 485, 486, 487 

— distillers, I., 312, 313 317 

— dry, I., 467 

— estimation of, in water, 193, 194 
from aluminium nitride, J., 474 

— from beetroot suttar waste, I., 454 

— from blast furnace gas, I., 454 

— from bones, 1., 455 

— from I'oal, 1., 433, 454 

— from cok(' ovens. 1., 52, 55 

— from cyanamide, I., 4.p), 472, 480 

— from leather, 1.. 155 

— from jMond gas, 1., 453 

— from nitiiJcs, 1 ., 473 (74 

— from nitrogenous organic matter', I., 

- fronr |'cat, 1., 43 | 

— from producer gas. 1., 434 

— from sewage, I , 455 
■■ from slirtlc, I., 45 ) 

■ front uirtte, I., 455 

— from virr.isse, I., 454 

— beat of distillation of. I., 3tf) 

— heat of evaporation of, ]., ,So 

— - heat of formation of, 1., 4f)9 

— beat ol solution in brine, ]., 305 

— limitirrg amounts in water for lisli, 1., 

t92 

— in wat 'r, 1., 158, 160, 192 

— o.vidisatiorrrrf, I., .(29, 434, 435, 44S 

— • properties of, 1., 103 

— jrroteid, I., 1 f-o 

— purifu'atrbn of, 1., 465 

— recovery plarrts, 1., t33, 462, 463 

— solutions, analytieal, Ih, 4f) 

— solutions, specific gr.ivil)' of, 1., 465 . 

— .solid, I., 467 

— sources of, I., 454-455 

— steam required lOr, 1., 316, 317 

— stills, I., 4 's 7 - 45 'J 

— sulphocyanides from, 1., 495 

— synthetic,!., iiS, 441, 455, 4 f> 9 ' 47 -l t 

II ' 373 • .... 

— tension of vapour during distrllation, 

I-, 3 ' 4 . 3 'S. 3 i<> 

— tension of vapour, I., 79 

— use as a polish, II., 420 


Ammonia, use as refrigerating agent, I., 
73- 79 

— water, I., 463-465 
Ammonia cycle, !., 324. 

Ammonia soda process, I., 144, 2X5, 289, 
299-328 

-by-products of, I., 326, 366 

-calcium chloride from, 1., 36O 

-- — carbonating apparatus for, I., 

306! .307 

— -I'ltemical control of, I., 323 

.- cost of working, I., 325 

--history of. I., 299, 300 

-- modifications of, 1., 326 

I- - raw materials lor, 1., 325, 326 

! — -- statistics, 1., 2S9 

I-- summary of, ]., 321, 322 

I --thr'ory of, I , 300 

I -- yield ol, I., 303, 324 

! .Ammoniacal fermentation, I., 187 
I — liquor, 1., 456 
1 Ammonium acetate, 1 ., 467 
I — alum, 11 ., 56 
I — bromide, 1 ., 4(17 
I --- carbonate. I., 556, 466 
I - —r-onversion into potassium caibon- 
j ate, 11., 61 

I-limiting aniouiit 111 water for fish, 

I I-, 192 

I - -- manufacture of, 1 , 466 

1-production born urea, I., 428 

I - properties of, I., .|f)6 
; - Uses of, 1 ., 460 

I .Ammoniuiii chlorate, 1 ., 4117 ; II., 6t 
j Ammonium chloride, 1 ., 17(1, 466 
I - -- heat of formtUion of, I., 466 

I — - limiting amounts m water for fish, 
i 1., 192 

j-solubility in water, I., 301 

I-uses of, ],, 466 

j -- cyanide, I„ 456, 494 

I -- ferrocyanide, I., 493 

1 — (luoride, 1 ., 417, 4^7 ; II., 11 • 

j — formate, I., 471 

! — iron alum, II., 56 

I — nitjatc, I., 435-436, 44S, 480 

-effects of heat on, I., -ipfi 

-heat of formation of, f., 466 

— - manufacture of, I., <',■35 
-manurial value of,yl., 436 

-- — production of by Wic ammonia soda 
process, I., 32(1, 435, 436 

— -~ properties of, I./436 
-uses of, I., 436,1460 

— oleate, T , 467 ) 

— perborate, I., 426 

— perchlorate, I., 3!^, 466; II., 61 
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Ammonium persulphate, I., 424, 425, 466 

— phosphate, I., 466 

— polysulphidcs, I., 4(15-496 

— salts, I., 429, 466-467 
-fixed, I., 456 

-oxidation to nitrates by bartena, I., 

434 

-technical, I., 466 

-volatile, I., 456, 457 

— sulphate, I., 456-465, 466 
-composition of, I., 456 

— — cost of manufacture, I., 471, 472, 

473 

... — direct.process for, 1., 462 

-from ammoniacal iKjUor, I., 456- 

459 

-from blast furnace gas, I., 454 

-- from coke oven.s, 52 

— - from Mond gas, I., 4(11 

— — from nitrolim, II., 411 

-from peat, I., 459 > 461, 462 

--- from shale, 1., 454 

— — from urine, 1 ., 455 

_ heat of formation of, I., 4<>6 
-limiting amounts in water for fish, 

I., tq2 

-nitrogen content of, I., 469 

-oxidation of, by Iwcteria, 1., 45.1, 

435 

-plant for, I., 457, 45S, 459, 460, 

464 

-price of, I., 456, 473 

-statistics of, I.. 454-455 ; II-, 47 

-use as manure, II., 36 

-yield horn coal, I., 453 

— sulphide, I., 305, 456, 494 

— super|)hos|)halc, II., 42 

— sulphocyanide, I., 467, 492, 494, 495 

— thiosulphate, I., 466 

— uranate, II., 372 

— uranyl carbonate, II., 372 
Amphibole asbestos, II., 281-2S2, 284 
Amslcr and Laffon pres.s, II., 122 
Analcite, If-, 59 

Anastigmati? glass, II., 264 
Andeer’s lotipn, II., 4 ‘ 

Anderson’s prot ess for water purification, 

I., 166 \ 

Andrew’s rcsearf hes, I., 84 
Anhydrite, I., 32’^, 346, 347 
Anhydrous amniAna, I., 467 
Animal black charr.oal, I., 491 
Animals, assimilatiftm of nitrogen by, I., 
427,428 1 

— excretion of nitrf>gen by, I., 427, 428, 

429 ' 

Annalinc, I.', 345 


Annealing glass, II., 261 

Anodes, composition of, for chlorine, I., 

369 

Anthophyllite asbestos, II., 282 
Anthracite, I., 6 

— bri()uetting of, I., 24 
Antichlor, I., 259 
Antiformin, II., 9 
Antihypo, 1 ., 426 
Anti-incruslators, 1 ., 175, 176, 347 
.'\ntimonic. acid, colouring pottery with, 

II., 165 

.\ntimony alloys with rare earth metals, 

II., 31.8 

— oxide, colouring glass by, II., 253, 269 
Antiseptic power, II., i 

Antiseptics, I., 422, 423 ; II., 1-16 

— testing of, II., 1-3 
Ajiollinaris water, I., 198 
.\quadag, II., 405 
.kcpia regia, I., 279 

— — water purification by, I., 168 
Aquamarine, II., 63 

.^rc electrodes, magnetite, II., 329 

-- titaniferous, II., 32S-329 

-uranium, II., 372 

.'krchitectural laience, II., 157 
Archlcss kiln, 11 ., 214, 216 
Argcntaminc, II., 16 
.\rgentuia, vanadium ore.s of, II , 377 
Argon, properties of, I., 103 
.\rgonine, 11., ifi 

.•\rmour plates, tungsten in, II., 349 
.Vrmouied concrete, II., 118 
Armstrong-Mordan jirocess, I., 24 
Arsenic, disinfecting jiroperties of, II., 13 

— - in mineral waters, 1., 200 

-- ill sulphuric acid, I., 217, 235, 250 
•— removal from hydrochloric acid, I., 
278 

— removal from sulphur dioxide gases, 

I-> 244 

— removal from sulphuric ,icid, I., 235 
Arsenic acid, use in glass .making, II., 

250. 253 

— oxide, disinfecting properties of, II., 20 
Arsenical dips, II., 20 

Arsenious oxide in glass, II., 250-253 
Arsenite of soda, disinfecting properties 
of, II., 20 

Art enamels, II., 278 
.Artesian wells, I., 159 
Artificial cold, I., 77 

— gems, II., 265-266 

— guanos, II., 42 

— manures, II., 22-47 

— marble, I., 366 ; II., 128 
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Artificial mineral water, I., 195 ef seq. 

— silk, for incaiulpscent mantles, II., 304, 

305. 306, 312. 3I3 

— stone, I., 419; fl'i *29-131, 134 

— teeth, II., 191 

—- zeolite indu.stry, II., 59-61 
Asbestic, II., 284 
Asbestos, II., 281-284 

— actinolite, II., 281, 284 

— amphibole, II., 281, 284 

— anth'ophyllite, II., 282 

— blue, II., 282 

— chrysotile, II., 282, 283, 284 

— crocodolito, II., 282 

— filtering, II., 284 

— fireproofing, II., 284 

— Italian, 11 ., 281, 282 

— nature of, 11., 281 

— ropes of, II., 284 

— serpentine, 11., 2S2 

--tremolite, II., 281, 284 

— uses of, II., 284 

Asch’s theory of clays, II., 141 

--of glass, II., 244, 267 

-of silicates, II., 236-2.11 

Astrakanitc, 1 ., 329, 330 
Atlantic Ocean, romposition of, 1 ., 263 
Atmospheric nitrogen, absorption of, 1 ., 
427, 428, 429 

— — ([uantity of, I., 44* 

Atomisers, I., 22O, 418 

Atoms, disintegration of, II., 384 385 
Auer metal, II., 316, 317 
.Auricome, I., 423 
Aussig-Bell ell. I., 373, 37 ^ 377 
Australian uranian ores, II., 370 
Autogenous welding, I., 105; 11 ., 71, 72 
Automatic gas lighters, II,, 316-319 

— stokers, I., 35 , 

Autunite, II., 369, 370, ;j7i, 372, 389 
Available chlorine, I., 39^ 

— heat of fuel, I., 45 i 

— o.sygen, I., 360, 421, 424 
Aventurine, II., 164 
Aventurine glass, II., 267, 268, 26^9 
Avery’s automatic ho|ii>er weigh’er, II., 

108 

B 

Babcock & Wilcox stoker, I., 37, 41 
Bacillus typhosus^ 11 -, 3 

— urea, I., '428 

Bacteria, destruction of, by light, 1 , 158 
170-172 

-in sewage, I., 186-189 

-in v@ter, I., i68 


Bacteri. 

— nitrit; 

Bacterial 
Bacteri sea , 

BaddeleyiU ^•> '61 
Balas ruby, 428, 

Ball clays, II.,- 39 

— mills, IL, 24-274 

Balloons, I., 117 
Baltic, salt in, I., 263 
Barium carbide, I., 491 ^ 

— carbonate, I., 351 ; H., 

-in glass, 11., 248, 253 * 

-water softening by, I., 17^ 

— - chloride, I., 351, 352 

-limiting amount m water fi. 

I., 192 

— - hydroxide, I., 114, 352 

— nitrate, I., 352 

- oxide, I., 352 

-in enamels, II., 277 

-influence on glass, II., 24S 

— peroxide, I., 352, 421-422, 423 

-action of aluminium on, II., 68 

-use in glass making, II., 248, 249 

— s,alts, I., 35 '-352 

— suli>hate, I., 351 

— sulphide, 1., 117, 235, 351, 352 

— tannate, I., 175 
Barrow, brick. 11 ., 207 
Baryta, use as gla/e, II., 162 

— use in glass, 11,, 248, 253 
Barytes, I., 351 

Basic bricks, 11 ., 233 

- cinder, II., 32 

— jihosphate, II., 32 

— ~ slag, II., 32 33 
-st.atistics, II., 47 

— superphosiihate, 11., 31 
Basins, II., 177 
Batchelor kilns, II., 103 

Bauxite, 1 ., 473 ; II., 39. 55 

— bricks of, II., 233 

— manufacture of aluminium sulphate 

from, II., 52, 53 

— ■ nitrogen absorption by, 1 ., 473, 474 
Baum’s classifier, I., 14 

Bay salt, I., 268 
Bead glass, II., 252 
Be.ans, nitrogen absorption by, 1 ., 428 
Becker’s electric furnace, II., 255 
Beehive oven, I., 51 
Beeswax, use .as polish, II., 44 
Beet sugar molasses, cyanide from, I., 
488-489 

-poUassium from, 1., ^38 

-waste, I., 454 
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P.c.W.y cyanide process I., 485- 4 :f> 

llelcetc porrdain, U., 
iMile.ll., no, in .25 
i;,..!! Coleniann nlac^llm^ 

. .. ck'Ctrolylic cell, 1-, .475 37 
Bell elcvalor, 11 ., 89 
Ueiigal niliy nnea. 1 !•> ' 

.- whiu- mica, H-^, 2,^, 

vellow mil a, 1 , T 

'■ V , lines sprays, 1 ., 

I'.niker and y r, 1 r 


231 ^ 

^%tnit resisting, II., 147 
I '’'^"^‘''’Isiiions insoluble in, II., 147 


I ■ ■ ',”ogni from, 1., 1 1 5 
'overy, 1., 52, 55 
\iglit joints, 1 !., I,'?? 
enznalcR, disinfecting properties of, 11., 5 
■n/oic .acid, disinfecting pioinaties ol, 

5 

— from liippnric acid, 1 ., ,)2.S 

— germicidal value ol, 11,, 3 
l-n/.oin, use in polishes, 11., 421 


ipzol- see Jh ’ ii ' a ’ iii ’ 

■n/,o)'I suiplionic nnide, II., f) 
rgiiis process, 1., n 1 
■ilin blue, 1., 41)3-41)4 
— poicelain, II., i34 

Beryl, 11 ., 63 

Beryllium aluminium silic.alc, II., O3 
— nitrate, in ine.indeseent mantles, II., 

3 ° 7 . 308 

Beta najihthol, disinleetmg inoperties ol, 

Ilo 4 .... 

-sulphon.ales, disinleeting properties 

of, 11 ., 5 


— ray.s, II., 385 
Betaine, 1 ., 4.89 

Beth (lust collector, II., 107, 108 
Beton, 11 ., 117 

Bichromate, colmirin.g glass by, II., lOrj 

— potajsiuni, I., 339 
Bicarbonates, in water, ]., 172, 173 

— potassium, 1., 339 

— sodium, 1., 313, 318, 327, 32^; see 

Sodium Incarhotate 
Billiter-Beykam cell, 1 ., 372, 373 
Billiter-Siemens cell, 1 ., 372, 373 
Binders, briquettes, 1 , 21 
Birkeland-Kyde furn.ice, 1 ., 443-444 
-- process, I., 43f>, 44 B 443 


BischoCtc, I., 329 

Bismuth, icsemhianrc t.) polonium, II., 

392 

Biscuit ware, 11 ., 176 
Bitten, II., .127 
Bituminous coals, I., 5 


Black ash, furnaces for, 1 ., 291, 292 

-lisiviation of, I., 793 

-liquors, evaporation of, i., 294 

— - gl.lSS, II., 2f)9 

- lead, use as polish, II., 421 
.— overglaze, 11., ).89 

— oxide of manganese, I., 3<>o 

— Si'a, composition of, 1 ., 2113 
Blacks, in pottery, 11 ., if'S 
Blackett w.ishers, I., 13 
Blacking, boot, H., 42T 
Blake stnnebreaker, 11 ., 92 

Blake Denison autom.itic weigher, II., 

I o.S 

Bl.ike-Marsden crusher, 11 ,, 92 

-stone-hieakei', II., 4 14 

Bl.\sl furnace, I., 40, 4 1 

— -- gas, 136 

-ammonia, lecovery fiom, I., 454 . 

462 

-.sla.g, II., 83, 111, 13B 25-’ 

Bleaching. I., 392, 393, 304 

— by bleaching powder, I , 302. 31.13 

— by pcrboiates, 1., 126 

— - h) pcrcarhonales, 1., (26 

— by li\di‘Ogen jieioxit-le, I., 423 

— by sodium hy|iochloiilc, 1., .yph 

— by sodium ])cro\lde, I., (21 
--electrolytic, 1., 39(i.|02 

— liipiors, I., 39G 

— powder, 1., 359, 391-39'"’ 

-eompos'lion ol, I., 301, 392 

— — ronstilution of, 1., 392 

-.disinfecting properties ol, I., 39b: 

; 11 ., 8, 9 

!-eleelrolytie, I., 360, 379, jn.S 

-- mamifactinc of. 1., 499, 393 395 

-packing ot, 1 ., 391 

-statistics, I., 3.i;9, 3bo, 374 

— — valuation of, 1., 39b 

-water purification by, I., 167 

-)ield of, I., 394 

Bleeding, .arresting of, i., 422 
Blend roasting furnace, 1 ., 283 
lileriot lamp, II., 334 
Blind roasters, I., 281, 282 
Blocks, fli'oring, II., 227 

— partition, II., 227 . 

-- paving, II., 197, >98 
Blood meal, 11 ., 39 
BlomBtr.anclitc, II., 370 
Blow'ing of cement, II., loS 
Blown glass, II., 251, 25!) 

Blue asbestos, II., 282 

— days, 11., 159, t6o 
I — glass, II., 269 

I — lias lime, analysis of, II., 81 • 
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Blue printing, I., ^93 

— tungsten liron/e.s, II., 349 
Blueing of clays, ll.,'i6o, 164 
lilunger, II., 166, 167 

Body of earthenware, II., i65-tfi9 
■— of porcelain, II., 186 

— of pottery, II., t sS 
lioheniian glass, II., 242, 2.13, 25r 
Boiler composition, I., 347 

— compounds — sec Antiincrmiators, 

Si ale, etc. 

— .lagHiift II.. >3'’ 

Boilers, heating l.y surnree combustion, 

I., 59. I'l 

Boiler .scale, I., 172, 173, 174, 175 

— w.aler, I., T72, 173 
Boiling test.for ci ineni, II., 124 
Bolognian phosphorus, I., 352 
Bombs, ineendiar), lb, 71, 72 
Bonds, for grinding wlii els, lb, 415 
Bone ash, 1 b, 1S4, 425 

— ■ charcoal, Ib, 423 

— china, lb, 1.S5, 1S7 

— combustion piax'ess, b, 57 

— manures, Ib, 32, 33 

— meal, lb, 32, 33 
-- ]>orcelain, II,, 153 

— (,'ourt combustion, b. t.o 

Bone, .ammonia fiom distillation of, b. 455 

- crushing of, lb, 33 

— dissolved, I b, 32 

— - di.stillation of, lb, 423 

— (ihosphorus in, lb, (23 

— steamed, lb, 33 

— .statistic , lb, 47 

- use a^ manure, Ib, 32, 33 
Boot polishes,.lb, 421 
Boraeic acid, Ib, if.2 

— -- in g’ass, lb, 249 
Boracitc, b, 329, 331, 355 
Borate glasses, II., 242, 244, 249 
Borax, b, 356-35.S 

— action on plaster of Paris, 11 ., 117 

— disinfecting properties of, Ib, it 

— uses of, b, 357 ; lb, 157, 162, 249 

— varieties of, b, 356, 357 

Bora.x (ionsolidaled t'o. Ltd., 1., 356 

— glass, I., 357; n., 249, 253 
Bordeau.x mixture, 1 ., 206 ; lb, 17 
Boric acid, 1 ., 333, 355, 35^ 

-disinfecting properties of, II., ri 

-germicidal value of, Ib, 3 

--in enamels, "Ib, 277, 278, 279 

-statistics, b, 356 

— anhydride in gla.ss Ib, 253 
Boro-flint glass, lb, 242, 249 
Boron alloys, Ib, 70, 31S 


Boron compounds, b, 355-35S 

— nitride, ammonia from, b, 474 
Boronatrocalcite, b, 355, 357 
Borophosphate glasses,'lb, 250 
Borosalicylatcs, 1 ., 357 
Borosilicate gla.ss, Ib, 246 

— glasses, Ib, 251 

— - II., 265 

Bottle glas.s, Ib, 242, 243, 252 
-brown, lb, 253 

— — champagne, Ib, 242, 243 
-green, lb, 353 

— greeit glass, Ib, 269 

— kiln, lb, 103 

— lutes, Ib, r37 

— machines, lb, 257, 25.S 

Bottling machines for aerateil waters, b, 
T96, 197 

Boulder clay, lb, 145 
Boulet briquettes, b, 24 
Boulevaul carboniser, b, 307 
Bowl making machines, 11 ., 172 
Br.adley-f'raven brick machim., lb, 209 

— three-roll mill, lb, 2fi, 96 
Blass furnaces, b, 40 
Braiinkohle, b, 4 

liiazil mona/itc deposits, Ib, 292 
Brewed aerated waters, b, 199 
Brick tla)s, Ib, 145 

— earths, lb, 145 
Bricks, lb, 199-223 

— alumina, lb, 233 

— baked, lb, 214 

— barrow for, lb, 21 2 

— basic, Ib, 233 

— bauxite, lb, 233 

— buff, lb, 203 

— building, lb, 199, 234 

— burning of, lb, 214 

— chromite, lb, 233 

— commoti, Ib, 199 

-— crushing strength of, lb, 200 

— drying of, Ib, 212 214 

— facing, Ib, 199 

— fireclay, lb, 231 

— ft-e-proof, lb, 229 

— furnace, Ib, 229 

— engineering, Ib, 200 

— glazed, Ib, 157, 200 

-— improvements in manufacture, Ib, 222 

— iron in, Ib, 202 

— kilns for, lb, 214-222 

— lime in, 1I„ 202 

— lime sand, lb, 131, 223, 224 

— literature, Ib, 199 

— machines for, Ib, 209, 210, 211 

— magnesia, Ib, 233 • 
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Uricks, magnesium aluminate, 11,, 233 
•— metallurgical, II., 229, 233 

— neutral, II., 233 

— open air driers, II., 213 

— plastic, plant lor, II,, 209 

— raw materials for, II., 201 

— red, II., 202 

— refractory, IF., 200 

— requirement,s of, II., 200 

— resistance of, in furnace.^, II., 229, 23c 

— sand-lime, 11., 201 

— semi-dry process, II., 210 212 

— silica, II., 232 

— steel furnace, II., 233 

— stiff-plastic ]irocess, II,, 20S-210 
-- stock, II., 199 

— testing, II,, 198 

— tunnel diiers for, II., 212-214 

— vitrified, II., 214 

— weathering of, 11., 234 

— white, II., 203 

— zirconia, 11., 233 
Brimstone acid, I., 2ofi 

Brine, composition of, 1 ., 265, 304 

— pumping, I,, 263 

— purification of, 1., 270 

— saturation with ammonia, 1., 304 

— wells; I., 263 265 

Brinn’s oxygen process, I., 105, 352 
Briquettes, I., 19 

— cement, II., 99 

— manufacture, 1., 2t, 22, 23, 24 
British Oxygen Co., 1 ., 100 

— thermal unit, 1., 45 
Broadbent stone-breaker, II., 92 
Brdggcrilc, II., 369 
Bromidine, II., 10 

Bromine, I., 403 406 

— disinfectant properties, 11., 10 

— electrolytic ])roccss for, I., 405 

— manufacture of, 1., 264, 332, 403, 404 

405 

— occurrence of, I., 403 

— plant for, I., 404, 405 

— properties of, I., 405 

— purification of, I., 405 , 

— statistics of, I., 406 

— uses of, I., 406 

— water purification of, I., 168 
Bromine salt, I., 406 

— water, germicidal value of, II., 3 
Bromium, solidification, I., 406 
Bronze, magenta, II., 349 

— powders, II., 349 
Brookite, II., 323 
Broughton mixer, II., 116 
Brown glass, II., 269 


Brown overglaze, II., 189 
Burnett's fluid, II., 16 

— tower chamber, L, 2^7, 228 

— uranium'dyes, II., 373 

Bnihler glass bottle machines, II., 257 
Brunck oven, I., 54 
Brunswick black, 11 ., 421 
Bucket pumps, I., 233 
lliicb's cyanide [irocess, I, 488-489, 492, 
493 

-recovery from coal gas, I., 493 

Biihrer continuous kilns, II., 218, 221 
Buff bricks, II., 203 
~ burning clays, II., 149, 160 
Buffing, 11 ., 420 
Building bricks, II., 199, 222 

— lime, 11., 81 

Bulbs, glow lam]>, II., 352-353 
Bimg.s, II., 177 
Biirkbciser ))rocess, I., 203 
Burner, coal dust, 1,42; II , 102 
Burner, gas, 1 ., 221 

— oil, I., 20 

— pipc.s, J., 220 
Burnt iron oxide, J., 213 

Butler, use of .sterilised water, I., 172 
Butt-welding, tliormitc, 11 ., 71 
Buxton lime, analysis of, 11 ., 81 


c 

Cadmium, alloys. 11 ., 318 

— boioUmgstatc, I., 357 
Cainite, !., 329 ; see Kainite 
Cairngorm, II., 63 

Calcarone sulphur [irocess, I., 20*1 
Calcareous cement industry, II., 77-125 
Calcium, absorption of Iqdrogcn by, I., 
116 

— aluminate, II., 109, no, nt 

— bicarbonate, 1., 172, 173 

carbide, 1 ., 112, 472, 475, 481 ; II., 
409-411 

— —- alxsorplion of nitrogen by, I., 477 
^ — action of water on, I., 479 

-decomposition by carbon dioxide, 

I , 480 

-decomposition b) carbon monoxide, 

I., 480 

— -- literature of, II., 399 

— — manufacture of, 1., 475 
-properties of. 11., 411 

--residues, manurial value of, II., 41 

-stati-stics, II., 411 

-uses of, II., 411 

— carbonate, burning to lim^, II., 78-81 
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Calcium carbonate in glass, II., 253 

-heat of decomposition, I., 317, 320 

-— properties df, I., 341 

-solubility of, 1., 341 

-tension of dissociation, 1., 341 

-use as manure, II., 41 

Calcium chloride, I., 326, 327 

— -- chlorine from, I., 366 

— — compound with ammonia, I., 467 

-hydrochloric acid from, 1., 366 

-limiting amount in water tor fish, 

1., 192 

-nitrogen absorption by, I., 477, 479 j 

-properties, 1., 341, 342 

— — removal from water, II., 60 
-solubility of, I., 342 

-specific gravity of solutions, I., 342 

— - uses, i., 79, 341, 342, 366, 477, 479 

— cyanamidc, I., 107, 429, 449, 475-481 ; 

11., 4 Ti 

-ammonia fiom, 1,, 472 ] 

— — analysis of, 11., 38 

— -literature, II., 399 

-m.amifaclurc of, 1., 475 477 

-manufacture of cyanides fiom, 1., 

490, 491 

— - manurial value of, 11., 37 

-— — uses of, 1 ., 480, 4.S1 ; II , 37 

— ferrocyanidc, 1., 492, 493 

— (luoride, I , 413, 415 ; H-, 51 

-in glass, II., 253 

— — in phosphates, II., 28 

— ■— nitrogen absorption by, I., 477, 479 
.- hydride, II., (>8 

— ---action of aluminium on, 11 , 69 

— — hydrogen from, 1., 116 

— — reduction by, II., 391 

— hypochlorite, I., 391, 392, 395 

-disinfecting properties of, II., 8-9 

-pure, I.! 395 

— nitrate, I., 210, 434, 435, 447 

— — ammonium nitrate from. 1,, 435 
—r— nianuriarvalue of, II., 36-37 

— nitride, 1, 474 

— oxide, I., 341; see Lime 

— permutite, II., 60 

— peroxide, I., 167, 422 ; 11 ., 7 

— phosphate, II., 21, 23, 28, 269 

— potassium ft rroeyanide, 1., 492 

— salts, I., 341-342 

— — precipitation of, I., 270 

-removal from water, 11., 60 

--use as manure, II., 41 

— silicate, II., 84, 244 
-stone, II., 130 

— sulphate, I., 175, 345 349 • 

-r — analysis of, 1., 348 


Calcium sulphate in water, I., 173, 174 

-limiting amounts in water for fish, 

I., 192 

-removal from waU r, 1,178 

-setting of, I., 347, 34S 

-solubility of, 1., 270 • 

— - sulphide, 1., 293, 294 

— sulpho-cyanide, I., 495 

- vanadate, II., 376 

Caliche, I., 431 ; see Sodium uilratc 

— iodine in, I., 407 
Callow, II., 203 
Calorie, I., 45 

Calorific intensity, 1 , 11, 46 
--power, I., 8, 10, 45, 123 

-from chemical constitution, ]., 10 

-of gases, I., 123, 126, 128, 134 

-of fuels, I., 10 

Calorimeters, 1 ., 8 
C.'ameos, II., 262 
Canadian asbestos, II., 282 

— mica, II., 286, 2S8 

- uranium ores, 11., 370 

Caneer treatment by radiunr. 11 ., 396- 

397 

Cannel eoals, 1 ., 6 

Carbide, calcium, I., 472, 475 ; IT., 409- 
411; see also Calcium carbide 
Carbo-contndum, II., 419 
Carbolir' acid, II., 20 

-— geimicidal value of, II., 1-3 

-coefficient, II., 1-3 

— — dips, II., 20 

Carbon, action on water, I., 112 
-- calorific intensity of, 1., 11 

— beat evolved by burning, 1., 29 

— dioxide, I., t39 cl sty. 

-absorption of anrmonitical brine by, 

, 1., 306, 309 

j-amount in ammonia soda irlant 

I gases, I., 320 

j-amount in lime-kiln gases, 1., 320 

I-amounts in water injuviou.s to fish, 

I I-> 19- 

-disinfecting properties of, 1., 199; 

W., n 

-dissociation temperature of, I., 45 

— — for aerated water, 1., 196, 197 

.-from beer, I., 141 

; — - from c.'irbouates, I., 141 

-from exhaust gas, I., 142 

:-from fermcnttitioii, 1., 1.(1 

:-- from fitruace gases, !., 142 

'-from lime kilus, I., 317, 318, 320 

:-from lime stone, 1, 141 

I-heat of formation, I., 45 

I -industry of, I., 139 • 
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Carbon dioxide, influence on amninnia 
content of brine, I., 306 

-latent heat of evAporalion, I., fio 

-li<|uid, I., 142 

-manufacture, I., 140 e! wt;. 

-natural, 1., 130, 131 

-oc.currence, I., 139 

-pressure of saturation, ]., 196, 197 

-Itfoduction of, 1., 61 

-properties of, I , 103, 139 

-purification of, I., 14T 

-snow, 1., 143, 144 

-solid, I., 143 

-tension of vapour, I., 79, 143 

-use ill .ammonia soda process, 1., 

144 

— — use in hardeiiin,a steel, I., 14 \ 

-use in raising sunken sfiips, 1,, 144 

— — use in refrigcialing agent, I., 7.4, 

79 . 144 

— - vapour tension of, 1., 79, 143 

— disulphide, I., 257-25,S 

-sulphoeyanide from, I., 495 

-trans[>ort of, I., 25S 

-uses of, I., 258 

— filanients, fl., 353-355 

-cflicienoy of, II., 3O6 

--kainps, 351-355 

— mono.xidc, I., 112, 119, 124 

--boiling [loiiit of, I., 112 

--formation of, 1., 120 

-_ heat of formation, I., 45 

— -■ hydrogen from, I., 113 

-poisoning by, 1., 121 

-production of, I., 102 

-projierties of, 103, 120 

-temperature of ignition, I., 45 

— tetrachloride, 11., 6 
Carbonates in watci, I., T74 

Carbonic acid, 1 ., 139; see Carbon 
dioxide 

Carborundum, II., 400-403, 414, 415 

— amorphous, II., 401-402 

— decomposition of, 11., 401, 402, 404 

— fire sand, 11., 401 

— furnaces for, II., 400-402 * 

— literature, II., 399 

— manufacture, II., 400-402 

— properties of, II., 402 

— statistics, II., 403 

— temperature ol iormatic'ii, II., 401-402 

— uses of, II., 402-403, 41S 
Carboys, II., 260 
Carmine overgl.aze, 11 ., 1.S9 
Carnallite, 1 ., 329, 330, 335; II., 137 

— potassium chloride from, 1., 336 

— use as mUnure, II., 41 


Carnotite, II., 3(19, 370, 371, 375, 389, 

390. 39S 

Carolina mpnazite deposits, II., 292 
Caros acid, 1 ., 424 
Carter’s disintegrator, II., 26-27 
Carthamus iinitoris, 11 ., 420 
Cascade system, I., 236 
Case hardening, I., 108, 481 
Cassius purple, colouring pottery with, 
II., 165 

Casting earthenware, 11 ., 172 

— porcelain, II., 187 

— sanitary ware, 11., 195 

Castner cyanide process, I., 486, 4S7 
Castner-Kellner cell, 1 ., 373, 374, 375 
Castor oil meals, use as iiiaiiure, 11 ., 38 
Catalase, 11 ., 7 

Catalysts, 1 „ 240, ,363, 4 - 1 ^, 449 . 4<’9 47 C 

474: 11-. 320, 373, 3«C 405 

— cerium, II., 320 

— for promoting union of siibihui dioxide 

and oxygen, I., 240 

— foiiiiation of ammonia by, I., 469-471 

— nianium oxide, II., 373 

— vanadium, II., 381 

Catalytic agents, I., 2.40; sec Oi/rt/rv/v 

— oxidation of hydrochloric .acid, I., 363 

— ■ jilatinum, poisoning of, I., 243 
~ ]ioi.sons, 1., 240, 241 

(sUcchol, disinfecting properties of, II., 4 
Cathode ray lubes, 11 ., 274 
Caustic ammonia, 1 ., 463-465 

— (lotash - SI C J'olaisiiim hydroxide 

— soda-- see also Sodium hydroxide 

— - amount made by electric current, 

f., .367. .36'% 374 

-concentration of, I.,.378, 379 

-decolorisation of, 1., 296 

— --electrolytic, I., 296, 297, 3110, 367 

379 

— •- energy reiiuired to produce, 1., 368 

-from black ash liquors,.!., 295 _ ' 

-manufacture of, I., 295, 29(1 

-packing of, 1., 296 

-statistics, 2S9, 379 

■t-sfrength of, I., 297 

-yield of per H.l'. by electrolysis, 

.!•. 370 

Ceiling plaster, II., 118 
Celestine, I., 353 
Celite, II., 125 
Cell, Aussig-llell, 1 ., 376, 377 

— Bell, I., 375 i 37^> 

— Castner-Kellner, I., 374 

— Lederlin and Corbin, I., 387, 388 

— mercury, I., 375 

— Rhodin, I., 375 
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;ell, Sdlvay-kclln^r, L, 375 
xllariiis condenscjs, 1 ., 27 ^’i UB 
>lls, electrolytic, 1 ., 3 (> 8-377 ■ 
lellulose, action of water on, I., 1 11 
le.nent, 11., 133- Mi: sec also Sodmm 
sUicak 

— acid resisting, II., '35 ' 37 | 

— American natural, II., 81 ' i 

— analysis of, 11., 1 ' 2 5 1 

blowing off, II., 10,8 ■ 

— boiling test, II., 124 | 

— burning to clinker, II., Q'J ! 

— classification, II., 77, 78 j 

— clays, 11., 1 15 i 

— clinker, storing of. 11 ., 105 

■ constituents of, H., '23 1 

— crushing strength of, lb, 12.’ j 

— rtental, II., 137 

— dry process (or, 11., 02 

— -- fineness of, lb, ' i 

— (lour, lb, 1)8 

. - brench ipii' k-sctling, lb, ,S0 

— ('■rappicr, lb, ,82 

— grinding, lb, ,S.t, i)3 ‘)8, 'oh 107 

— industry o(, lb, 77 125 

— - iron oie, lb, 112 

— iiou I'orlland, lb, ,85 

— Keene's, lb, 11 7, r 3° 

— kilns for, lb, c)i)-io5 

— la h'arge, II., 82 

— Louisville, 1 b, Sti 

— Mack's, II., "7 

— magnesium o\ychlori(h', lb, ' 3 ° 
marble, lb, 13(1 

— mediiw, b, 83 
-microscopic evamination, lb, 125 

— miscellaneous, lb, 135 '37 

— mixing, lb, 8 |, 88 

mortar, 11.^ i i7-"y ; waterproofing ol, 
lb, 118 

— natural, Ib, 85-87 

— natural llortlaml cement, Ib, 86 

— nature of, lb, 77 

— packing, lb, 107-10S 
— Parker’s, Ib, 85 

— parian, Ib, i' 7 

— Passow’s slag, lb, 84 

— plaster, lb, " 3 " 7 . , 

Portland, Ib, loy, i'2 ; see Jnrmnd 

cement 

— ponilly, II , 86 

— puz?uolanic, lb, 83, 85 

— rock, lb, 86 ■ 

— Roman, 11 ,85 

— rosendalc Portland, lb, 86, 87 

— sand, Ib, 113 

c,.r,tr's selenitic, lb. 84 
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Cement, semi-wet, Ib, 89 

— setting of, Ib, "o , 

— setting time of, II., 105, 106, 122, 

123 

— sidero, lb, 112 

— sl.ng, lb, 83-83 

— Snelus, lb, 85 

— Sorcl, Ib, 130, 415 

— soundness of, lb, 12 t 

-- specific gravity determination, lb, 120 

— storing, Ib, 107 'oS 

— siijicr, Ib, "2, r 1C) 

— tensile strength of, lb, 12) 

— Vassy, lb, 86 

_wet process for, Ib, 88 

— white Portland, lb, "2 
Cementkotc, lb. 118 
Cementing powder, b, .fSi 
Centrifugal acid pumps, b, 232 
■ - mills, lb, 41 t 

(Centrifugation, dust remrjval ny, 1., 220 
Ceramic industry, lb, 15' 227 
Cerebios salt, b, 2(18 

Ceresit, Ib, 118 

Ceria, catedytic, b, 4t9, 47 ' I I* > 32 ° 

-- separation of, Ib, 300 302, 3)9 
Cerium, lb, 291 it cc(/. 

— calal)tic, b, 47' ; lb, 320 

- estimation of, lb, 321 
—- industry, lb, 291 

— removal horn thoiium, lb, 300-302 

— test for, lb, 303 

— uses of, 3 if>- 32 i 
Ceiium carbide, lb, 319 

— filaments, Ib, 366 

- earth metals, uses, lb, 320 

- fluoride, lb, 318 

— iron alloys, lb, 316, 37^ 

— nitrate, use.s, lb, 319 

! --- nitride filaments, lb, 366 
i — ox.alates, solubility of, II., 3 °' 

- oxide, effect on luminosity of mantles 

Ib, 303, 3°4 

- sulphate, solubility of, lb, 301 

- titanofluoride, Ib, 318-319 

(:erit^ lb, 316, 369 , . „ 

Cerous compounds, use m dyeing, li. 
I 320 

' Cesspools, I., 186, 187 
i Ceylon mona/.ite, Ib, 293 
I Chabazite, lb, 59 
Chalcedony, imitation, b, 349 
Chalk, lb, 78, 414 

- in clay, II., 202 

- - use as i brasivc, lb, 4'9 
Chamber acid, b, 223, 235, 248 

I_oxides of nitrogen m, r., 235 
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;;haniber acid, sulphuric acid process, I., | 
206, 222 et sc</. 

-- chemical coirirol of, 1., ^35 1 

-— remarliS-on, I., 224 I 

Chambers, Brown lower, 1 ., 226 

— construction of, I., 225 c/ se(j. 

— corrosion of, 1., 225, 230 

— - Falding’s, 1., 227 

— intensive working of, I., 224, 226 

— life of, 225 
•— Moiit/, 1 ., 226 

replacement of steam jets by rvater 
sprays in, I., 233 

Chamois leather, polishing by, II., 420 
Champlcve enamel, II., 278 

Champagne bottle glass, II., 242, 243 

Chance-Claus process, I., 20.t, 210, 2<)S. 
461 

Charcoal, I., 16, 17 

— decolorising, 1., 491 

— properties of, I., 18 

— temperature of ignition, I., 44 
Chaiix dc 'I’heil, II., 82 

Chemical reactions, effect of pressure on. 


I- 3<'>4 

Chemical stoneware, II., 195 ion 

Chest, II., 415 

Cheshire salt, 1 ., 263 

Chile nitrate beds, 1 ,, 431, 43,2, 433 

— saltpetre, I., 210, 431 et wy. 
-iodiiK' in, I., 407 

— _ nilrii- acid from, I., 437 


Chimneys, glass for, 11 ., 2O5 
China, bone, II., 185^ '*^7 

— English, II., 1S5, 187 

— clays, II., 145, ido, 16(1, 1S3 

__ aluminium su'phate horn. II., 54 


— stone, II., 184 

— ware, II., 153 
Chinese porcelain, II., 1S6 
Chinosol, germicidal \alue of, II., 3 
Chloramine, II., 8 

ChloratiS, I., 

— current for, I., 388 

— old proceis for, 1., 3S5, 386 

— statistics, 1 ., 359. 360 * 

— 'use in glass making, II., 248 
Chloride of lime—see Bleaching powder 
Chlorine, I., , 359 - 3^3 

— action on iron, I., 381 

_amount evolved by electric current, 

I., .367, 370. 374 

— available, I., 39'’ 392 ! 39 ^ 
disinfecting properties of, II., 3, 8-0 

— estimation of, 4 ., 194 

— from magnesium chloride, I., 305, 

266 • 


Chlorine in water, 1 ,, 159, i^o, 173 

— liquid, I., 3Sr-383 ^ 

. poisoning by, I.,- 393, 394 

production of, by diaphragm process, 

1.. ,369 

properties of, 1., 379 

— removal of, 1., 1C8, 259, 393, 396 

— stills for, 1 ., 360, 361, 363; 11 ,, 9 

— test for free, 11., 9 

— uses of, L, 381 

— water, germicidal value, IT., 3 

— water, imrification of, I., ifi 7 i 

-- weight liberated by electric current, 

I ^ 367. 370, 374 , , , . , 

— yield of per H.B. by elect'olysrs, I., 

370 

Cbloroform, II., f> 

Cbloros, II., 9 

Clilorosulphonic .acid, I., 424 
Chromate, jiotassium, I., 339 
Chrome alum, II., 56 
--injurious amount of water, 1, 192 

— aventiirine glass, II., adp 

Chromic .acid, disinfecting pioperties of, 

11., 12 

— oxide, colouring with, II, T64, ids 
Chromite bricks, II., 233 
Chromium alloys, II., 70 

— colouring glass by, II., ?d9 

— fdamenls, II.. 3d() 

— metallic, ]I., dS-dp 

— - steel, II., dy 

— oxide. c.atal)tie, I., 240 
Clirysobeiyl, IE, d3 

Chrysolile .asbestos, II., 282. 283, 284 
Cigar lighters, II., 3 '''> 3 ' 9 . 372 , 
j ('iment grapier, II., 82 
Cisterns, cements for, II., )3d 
; Citric acid, II., 5 
! Clarax, I., 42d 
i Clark’s mill, II., 89, 90 

I Claude process, I., 84, 85,,89, 113 

i-advantages ol, I., 01 

I -nitrogen plant, I., pd, 479 

j-oxygen plant, I., 1)0 

Claus kiln, J., 210 

- sulphuretted hydrogen furnace, I., 219, 
220 

Clay, II., 139-150; see also AWi« and 

China day 

— absorption of dyes by, 11., 140 

— action of heat on, II., 140 

— adobe, II., 144 

— idluvial, II., 111 

— alum for, II., 54, 55 

—- analysis'of, II., 149- ' 5 ° 

— ball, II., 144. i 59 > i 6 o, 166, 194 




445 


SUBJECT INDEX 


Cky, boulder, II.j I45 

— brick, II., i 45 i 

— blue, II., iSy ' 

— buff-burning, II., I 49 > 

— cement, II.. 145 

— chalk in, II., 202 

— chemical constitution of, II., 139 ' 4 - 

— China, II., 54. >45. 

_connection between composition and 

refractory properties, U., 230, 231 

— consistency of, II., if>8 

— crucible, II., 14 ^ 

— earthenware, 11 ., i.SP 

— effect of heat on, II, if'o 

■ - electrical osmose of, 11, i 43 
expression of, 11., 20,S 

— fire, II., 149 

— flux for, II., 14.5 

— fusing point of, II., 231 

— iiniiurities in, II., 143 

— iolle)ing, II., 171 
-- literature, 11 -, ' 34 

— melting point ol, II., 230, 231 

— moulding, II., 17°, 

— pipe, II., 147 

— plasticity of, 11 , 142, 'f ’9 

— puddling of, II., i 47 

— purilKsation of, II., i 43 

— quarrying of, 11., 203 

-ledburning, lb, 147 , ' 9 ° 

— refractory, lb, i.|7, 230 

— resistance to heal, lb, 220, 230 

— sagger, lb, 147 

— shaping ol, lb, 169-17.', 

--shrinkag- ol, lb, 142, 144 

— softening points of, lb, 230, 231 

— stiff-plastic process, Ib, 2o,S 

— - surface, lb, 14S 

— tempcriiig^of, lb, 205 

— tender, 11.’, 1 4*1 

— throwing, lb, 170 

— turning, Ib, 170 

— varieties of, lb, 144 149 

— vitrifiable, lb, 149 

— washing of, lb, 203, 204 

— wire-cut process, lb, 2oS 

— yellow, lb, i.t9 
Clerite, II., 360 
Clinker blocks, Ib, 130 

— cement, Ib, 105 
Cloisonne enamel, Ib, 278 
Clover, nitrogen fixation by, b, 42S 
Coal, I., 5^6 

— action on water, I., m, 124 

— ash of, 1., 7 

— calorific iptensity of, 1., r 1 • 

_power of, 1., 8, 10 


Coal, chemical constitution of, b, 6 

— classification of, I., 6 

— cleaning of, I., '12-16 

— coking test for, I., 16 

— for firing earthenware ovens, 1 b, 177 

— ignition tcmiieraturc of, I., 44 

— impurities in, b, 7 

— -- Nigerian, b, 21 

— nitrogen, content of, I., 453 

— small, 1., 7 

i — spontaneous combustion ol, 1,19 
j — temperatures attainable by, 1., 46 
! — valuation of, I-, 7, 11 
I — varieties of, b, 5-6 
i - washing ol, b, 1 2 
: - water evaporating puwei, b, 45 

I - dust hurneis, b, 9, 42 ; lb, 102 

I -furnaces, b, 9 

' — gas, ammonia from, I., 454 
. ferrocyamde from, b, 491-493 

- — hydrocyanic .icid in, b, .492 

_sidi.hocyanide lecovery from, I., 

494 , 493 . 

- tar disinlectiiig liijiiids, lb, 4 
Cuahte, b, 19 

Cobalt, colouring glas-. by, lb, 269 
oxide, Ib, 189 

I . —blueing with, II., 160, 164 

- -colouring with, lb, 164, 269 

- sul4)hate, catalytic, b, 240 
Coffee-mill grinding mathine, II., .S6, 92 

i Cogswes cooler, I., 307 
Coke, b, iS, 19 , 52 

- ammonia from, 1 ., 454 

— sulphur removal iroiii, b. 19 
water evaiiorative power, b, 45 

_oven gas, ammonium sulphate from, 

i I., 462 
; — ovens, 1 ., 41, 51 

I-by-iiroduct rei every, b, 55 

! Coking coals, I., 6 
; — test for coal, I., to 
1 Cold, ailificial, uses of, b, 77 

; -- drying gas by, b, p 

-- by evaporation ol volatile Iu4uids, 1., 

• ! 80 

I — by expansion of gases, I., 84 
! — air machines. I., 81 
i Cole’s arctic mathine, b, 81 
I Colemanite, b, 355, 356, 357 
1 Collodionising of gas mantles, Ib, 311-313 
Colloidal theory of clays, Ib, 142, 143 

— tungsten filament, lb, 359 
Colour mill, lb, 181 
Coloured g'ass, Ib, 25T, 270 
Colours, earthenware, Ib, 163-165 

— enamel, Ib, 278 
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(Colours, gla/inji, II., 188 1S9 

— porcdain, II., iS8-i8y 

— - uranium, IT., 373 . 

Columbite, II., 337, 338, 369 
Combustion, air recjuired for, I., 46 

— chemistry and physics of, I., 44 
Common bricks, II., lyy 

— salt, I., 26.8 
Coiiipi), II., 98 
Composite g!a/,e, II., 195 
Com[)oun(l mills, II., 97, y,S 
Compressing engines, I., 320 
Compression machines for ice making, I., 

77 

Concentrated ammonia water, 1 ., 463 

— crystal soda, 1., 328 

— oil of vitriol, I., 24S 
Concrete, II., 177, 118, 129 

— armoured, II., 118 

— reinforced, II., 118 

— waterproofing of, II., t 18, 119 j 

Condy’s fluid, II., 7 

Conferroid growth. I., 7 68 
Contact [irocess for sulphuric ai id, 1 ., 
206, 239-246 

— substances, I., 363; .sec C<!/<i/y.\t\ 
Continuous kilns, II., 217 
Cooker, continuous, II., 35 
Coolers, cement, II., 102, 103 

— Cogswes, I., 307 

— Mosser, II., 703 

— shaking, II., 103 

— Smidth, II., 102 

Cooling by gaseous e.siiansion, 1., Ko, 84 
Coppee ammonium .sulphate plant, I., 
460, 463, 464 

— - oven, I., 51, 52 
Copper, alloy.s, II., 70 

— • disinfecting properties of, II., 14 

— castings, titanium in, II., 327 

— ores, I., 214 

— oxide, 11., 189, 269 

— phoaijhide, II., 426 

— pyrites, I., 206, 217 

■— ruby glass, II., 267, 26S 

— salts, antiseptic I'loperties of, W., 14, 

17 

— sulphate, germicidal value of, II., 3, 

14. '7 

--u.se as insecticide, 11., 17 

-water purification by, I., 168 

— titanium alloys, 11., 327 

— vanadium alloys, 11., 3.81 
Coprolites, 11 ., 21, 23 
Corichrome, II., 328 

Cornish stone, 11 ., 157, 167, 166, 784 
Cornu-Chabdier pyron7eler, I., 6y 


Cornwall mines, JI., 389 

— iiitchblende deposits, 11 ., 370 
Corrotiion of boilers by'oils, 1., 774, 775 

— of lead chambers, 1., 225, 230 
Corrosive sublimate, 11., 18 
Corundum, 11 ., 52, 63, 64, 418479 

— wheels, II., 475 

Cotton, use in inciindescent mantles, II., 

.104 305 

Coltrel electrical dust remove?-, ]., 220 
Coudres de Varech, 1 ., 408 
Coulomb, amount of chemical product 
liberated by, 1., 367, 368 

— definition of, I., 367 
Countercurrent principle, I., 229, 313, 

3 M 

Crackers, 11 ., 86 
Crackled ware, II., 189 
Crazing, 11 ., 189 
Crenothrix, 1 ., 16S 

Cresylic acid, germicidal value of, II., 3 

-uses as disinfectant, 11., 4 

Critical temperature, 1 ., 84 
Crocodolitc asbestos, II.. 282 
Crocus m.artis, II., 164 
Crops, rotation of, I., 428 
Crown glass, II., 250, 257, 252, 260 
Crucible cements, II., 135 

— clays, IT., 146 

— furnaces, 1., 40, 67, 62 

— lutes, 11., 135 

Crucibles, maniifai-ture of, 11 ., 232 

— refractory, II., 333, 405 
Crushed steel, use as abrasive, 11 ,, 419 
Crusher, lilake-Marsden, 11 ., 92 
--gyratory, 11., 92, 93 

— rotary, II., 86, 92 

— Wheeling, forced feed,’ll., 92 
Crushing machinery, 11 ., 24, 92, 93 

— rolls, II., 474 ' 

— - strength of ccnient, 11., 122 

— tools, II., 474 

I Cryolite, II., 57, 55, 765 
I — in enamels, II., 278 
I — in gUxss n 7 aking, il., 250, 269 
, Crystal/'.arbonatc, 1 ., 327 
; — glas.s, 11., 253 
Crystalline glazes, II., 789 
j Crystallisation, connection between and 
I molecular wf .ghl, 11 ., 236 
, — of salt, 1., 268 
, Crystolon, II., 403, 418 
‘ Culinary stoneware, 11 ., 195 . 

Cullet, II., 250 

j Cummer rotary calciner, II., 115 
j Cup making m,achinc, 11 ., 172 
j Cupolas, I., 40 
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Ciiprammcmfiim cellulose for incandescent 
mantles, II., 504 

Cupric chloride, use a;; contact substance, j 

.163 , I 

— o.xide, colouring witli, II., 164 j 

— sulphate, use as contact substance, 1., 

363 

Cuprous chloride, disinfecting [tropertics 
of, 11., J4 

— iodide, 1., 408, 410, 411 
Cupro vanadium, 11 ., ,481 
Curie, definition of, II., 31)5 
Curie-Debiernc jirocess of racluiin c.'.trac- 

tion, 11., 381) i 

Cutting tools, 11 ., 414 
Cyanamidc, 11 ., 411 | 

— ammonia from. I., 47; i 

— calcium,’!., 107, 429, 475481, 49°; | 

C-i 37> 3^ j also under takium \ 
ryamwiiiic j 

— cyanide from, 1., 491 I 

--- furnace, I., 476 I 

--- industry of, I., 475-4.81 i 

— literature, 11., 399 i 

— urea from, I., .|8o 
Cyanide, 1 ., 429 

— lieilby ]iroress for, I., .185 

— rirleniiieycr procc.-.s for, 1 ., 4.S4 ^ I 

— from atmospheric nitiogcn, 1., .190 491 j 

— from calcium cyanamidc. 1., 480, 490, 1 

491 I 

— (rom ferrocyiinidc, I., 4S0 
-- from Scblempc, 1 ., 4,8,8-489 

— from sulphoi vanidcs, 187 488 

— industry of, 1., 483-,j95 

— iodine, ll., b 

Cyanide,' iiQlassitiin, I,, 4,83: see also 
Pota '■sium nam'ife 

— Siepermann's process foi, I., 485 

— sodium—.see SoJium ry<tiiiile 

— statislics, I., 483 j 

Cylinder.s, liquid chlorine, I., 38.’, 3,83 

— hydrochloric acid, 1., 278 
Cymuiihanc, 11 ., 63 

D 


Dairies, water h r, I., 183 
Dakin’s hypochlorite disi.ifcclanl, 1 ., 402 
David.sen tube mill, II., 96 
De Lanibilly’s process, I., 471 
Deacon’s apparatus for bleaebing powder. 


I-> 395 , 

Deacon chlorine, bleaching powder from, 

I-. 395 , 

Deacon chlotinc process, 1 ., 3O2, 363-365 


Dead Sea, bromine in, 1 ., 403 

-composition of, 1., 262, 2(13 

Death Valley, 1 ., 356 > 

Decolorants for glass, II., 250 
Decolorisation of sulphuric acid, 1 ., 246 
Decoration of eaithenware, II., 179 
Delft ware, II., 157 
Deliming skins, 1 ., 419 
Della ware, II., 157 

Dcllwik-Kleischer water gas producer, I., 

'25 . 

Deiuantoid, II., 63 
Denilrilication, 1 ., 429 
Denitrifying baclcria, 1 ., 427, 428, 429 
Dens, super))hos])hatc, II., 30, 31 
Dental cements, II., 137 
Dentifrices, 1 ., 423 ; II., 419 
Deplinne and Donop’s kiln, II., 79 
Descloi/.itc, II., 375, 377 
Desmids, 1 ., 16K 
Devil liquor, I., 459 

Devitrification of glass, 11 ., 236, 240, 243 
Diabetes, radium treatment of, 11 ., 396- 
397 

Dials, luminoii.s w.atcb, 11 ., 397 
Diamaiitin, II., 406 
Diamonds, 11 ., 63, 64 

— artificial, II., 64 

— imitation, 11., 65, 265 

— powder of, II., 414 

- ii.se as abrasive, II., 418 
Dia|ihragm process of electrolysis, I., 368- 
373 

Diaphragms, porous, 1 ., 114, 113, 3(18, 
370. 37 i> 372- 4>9 
Diasl.ase, II., 7 
Diatoms, I., 16S 
Dia/otisation, 1 ., 436 
Dibdin’s contact beds, I., 1.87, 189 
Dicyaudiamide, I., 480 
Didymium, effect on incandescent mantles, 
II., 300 

— test for, 11., 303 

— uses of, 11., 316 

Didymium nitrate, use for br.anding, 11 ., 
309 

Dies for tungsten ware, 11 ., 361 
Diet/sch kiln, 11 ., 79, 104 
Dioxogen, II., 7 
Dippel’s animal oil, 11 ., 423 
Disinfectants, 1 ., 422, 423; 11 ., i 16 

— hydrofluorie acid as, I., 419 

— hypochlorites as, 1., 402 

— oxidising, 11., 6 

— percarbonates, 1., 426 

— testing i<i, 11., 1-3 

— use of bleaching powder as, I., 396 
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Disiiilegration constant, II., 386 

— series, II,, 386 
Disintegrdtor.s, 11., 26,- 27, 93, 414 
Dissolved bone compound, 11 ., 32 

— guanos, 11., 42 

— raw bones, 11., 32 

Distillation of ammonia, 1 ., 3(2, 313-317 

— of water, I., 166 

Doloniitic lime, analyses of, 11, 81 

— limestone, 11., 78 
Dome kiln, 11 ., 103 
Douglasitc, 1 , 329 

Dotiiton’s nitric and condensing plant, 
b. t.!'! 

Down-draught kiln, II., 215 
Dowson gas, composition of, 1 ., 123 

— suction gas iiroclucci, 1., 135 
Dragading, 11 ., 249 

Dragon's blood, use m |iolisbcs, II., 
421 

Drain-pities, II., iijfi 
Draught m .acid plant, I., 231 

— • pi|ies, 1., 220 
Driers, II,, 83, 84 
— brick, 11., .'12 

— rotary, II., 34, 35, 92 

— steam, 11., 3., 

— tunnel, II., .S9, 99 
Drinking water, I., 159 

— — analysis of, I., 193 

-tiurilicatiuii of, 1., 166 ct scij. 

Driwal, II., 118 
Drops, Rupert, II., 243 
Drummond's light, I., ti 7 
Dry ammonia, 1 ., 467 

— soaps, I., 426 

Drying c.arthcnwarc, 11 ., 17.3, 174 

— marliines for incandescent mantle webs, 

II-, 307 

— plant for slag, 11,, .83, 84 

— process I'or cement, 11., 88, 89 

— stoves, 11., 173, 174 
Ducco fKrnace, 1 ., 213 
Duff producers, 1 ., 129 
Duinesnil kiln, 11 ., 114 

Dung, use as nianuie, II., 42, 43 
Durax glass, 11 ., 2^5 
Duiiron, I., 236, 249 
Duron tower system, 1 ., 239 
Dust collectors, 11 ., 107, 108 

— firing, I., 42 

— removal by liltiation, I., 220 

— — from hot gas, I. *20 
Dwight-Lloyd furr.ice, I., 210, 216, 217 
Dyeing, uranium, 11 ., 373 

— water for, I., 182 
Dymal, II., 321 


E. 

Earth, brick, II., 145 

— fullers, 11., 146 
Kartbenwarc, 11., 152-153, 157-181 

- - bodies, II., 165-169 

— calcareous, II., 157 

— cements for joining ineUals to, 11 ., 137 

— classification of, 11., 157 
-- clays for, 11., 159 

— coarse, II., 157 

- - con.stiluenls of, II., 158 

- -- decoration of, 11., 179 

- drying, 11., 173 

■ ■ engobing, 11., 172 

— fine, 11 ., 157 

- furnaces for, 11 , 177 

■ - glazed, II., 157 

- - gla/es for, 11,. 178 179 
~ machines for, II., 172 

- iiiisiiig nmterials for, 11., 1(16 167 
j —overgla.'e decoration of, 11., i,So 

j - - painting of, 11., 179 
iirinliiig of, 11., 179 
■ progress in, II., 181 

- - shrinkage of, II., 174 

— siliceous, 11,, 158 

-*■ undcrgla/c decoration of, II,, 180 
I East .-Mrica, pitchblende deposits of, II., 

i 370 

; Eau de Javel, I , 359 , W,, 9 

- - — Labarraque, IE, 9 
Edge-runners, 11 ., 8(8, 89, 107, 204, 205, 

4>4 

Efficiencies of electrolytic piocessts.E, 373 
Effluents, l„ i83c/i(v/. 

-- acid treatment of, 1, 1(84, 185 

— for wool washing, 1, 183, 184, 185 

— limiting amounts of poisonous sub¬ 

stances in, E, 192 
Eggette briquette, E, 24 
Eggs, acid, I., 233, 277, 278 
Ehsen Portland cement, IE, 85 
Electric lamps. IE, 351-367 

- carbon filament, IE, 351-355 

— literature, IE, 351, 366, 367 

-production of vacuum for, IE, 427 

Electrical discharges, absorption of N 
by, E. 427 

- - diKst reiii'ival by, E, 220 - 
-ozone by, E, 146 

- energy for electrolysis, L, 368 
-- furnace, alundum, II., 406, 407 

-carbide, IE, 409-411 

-gla.ss,_ll., 255 

-graphite, IE, 404-406 

— — phosphorus, IE, 424 
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Electrical discharges, production of, II., 


.. 399-411 • 

-temperature of,- 11 ., 411 

Electrical purification of clays, II., 143 
Electricity, destruction ol bacteria by, 1 ., 

158 

Electrite, II., 419 . 

Electromagnetic separation, II., 108, 295, 
296 

Electioosmoais, I., 4 

Eleclro-snielling, use of graiihite electrodes i 

in, I., 406 ! 

Electrodes, arc-light, 11 ., 320 : 

•— graphite, II., 4 ° 5 - 4 °'' 1 

— graphitiscd, II., 405, 406 j 

— tantalum, II., 34' ! 

Electrolysis, chlorine by, I., 367, 379 i 

— diaphragm process lor, 1., 3bS-373 j 

— hydrogen for, 1., 114 j 

— graphite electrodes lor, II., 406 | 

— laws of, I., 367, 368 ^ i 

— - of alkali chlorides, I., 368 j 

— of salt, 1, 367 cf sc,/. I 

— quicksilver jirocess lor, 1 ., 374, 375 1 

F.lectrolytic alkali process, I'llicicncies of, | 


T-. 373 ^ I 

— bleaching, I., 359. 39 m 402 1 

— bromine, 1., 405 ' 

— caustic soda, I., 289 1 

Ekdrohlk cells, .‘\ckcr process for, 1 ., 377 ; 
-Bell process, 1 ., 375, 377 

-Gall and Monthuiv, 1 ., 387 

-Gibbs, I., 387 

- — I.ederkin-Coibin, 1., 3S7, 38S 

-porous diaphragms for, 1., 3('i8, 370, 

371, 372, 419 

Klectrolyfic chloiatcs, 1., 385, 386, 387, 
388 

— chlorine. 1., 307-379 

-water purification by, I., 167, 168 

— iodine, I., 408 

— perchlorates, I.. 388, 3S9 
Elements, decomiuisition of, II., 38.1, 385 


Embossing glass, 11 ., 2O2 
Emerald, II.; 63 

Emery, 11 ., 52, 414, 415, 4i8-4i9» 
-- cloth, II., 417, 4>8, 419 
—- fiaper, II., 417, 418, 419 

— wheels, 11., ,13 421 
Emuhators —see Emuheurs 
Emulseurs, I., 233, 278 
Elnamel cements, II., 136 

— glaze, II., 136 . 

— ware, dangers from, II., 27O 
Enamelling industry, 1 ., 4'9 
Enamels, 11 ., 165, 275-279 

— art, II., 278 


Enamels, colours for, II.. 276, 278 

— composition of, II., 277, 278, 279 

— ground coats for, .11.. 275 • 

— painting, II., 279 . 

— printing of, II., 279 

— varieties of, II., 275 

— zirconia in, II., 334 
Encaustic tiles, II., 225 
Engelhardt, 1 ., 3 

E,ngli.sh china, II., 185, 187 

— sheet glass, II., 242 

— vanadium deposits, II., 377 
Engobe, II., 158, '59 
Eiisom salts, 1., 139, 141 

Equalised guanos, II., 42 

Erlenmeyer’s process for cyanides. 1 ., 414 

Eschelmann’s process, I., 245 

Essen tank, I., 186 

Estrich gips, II., 1 lO 

Etching glass, II., 262 

Ethane, I., T03 

ignition temperature of, I., 45 
Ethylene, properties of, 1 .. 103 
- lemjierature of ignition, I., 45 
Ethylene diamine silver yihosphatc, II., 16 
Eucalyptol, germicidal value of. lb, 3 
Eucalyptus, use as disinfectant, lb, 5 
Euxenite, lb, 370 

Evaporation of black ash lapiors, b, 299 
; - of c<austir alkalis, b, 378, 379 

' Evaporative power of fuel, b, 45 
I Evaporator, 'bhelen, b, 29.4 
j — vacuum, 1., 269 
Excess lime process for water, I., 107 
Exit gases from acid jil.ant, b, 235, 238 
— ammonium sulphate plant, b, 459 
E.xpansion test for Portland cement. II., 
124 

Expression of e.arthenware, lb, 172 
External work of gases, refrigerating effect, 

b, 85 


i F 

Facing bricks, 11., 199 
k.Bceyi, use .as manure, lb, 42, 43 
j Fahnejehii’s kiln, lb, 80 

1 F’aience, lb, 153, i 57 
i Faija test, II., 124 
I Falding chamber, b, 227 
i Fans for acid gases, b, 231 
i — instead of chimneys, lb, 216, 221 
1 Faraday’s laws of electrolysis, b, 307 
j Farmyard manure, lb, 43 
1 Fats, hydrogenation of, b, no, nS 
— manufacture from llesh meal, lb, 34 
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Fats, recovery from cffluenls, I., 183-185 

-sewage, I., 191 

Fawcett’s brick niachmc, IT., 2>o 
Feed water for boilers,'!., 172 
Feld sulpliur proce.ss, 1 ., 205 
I'eldmaim’s ammonia still, 1 ., 457 
Felite, IT., no-ni, 125 
Felspar, II., 161, 184, 191 

— use in opaque glass, 11 ,, 209 

— weathering of, II., 59 
Ferberite, II., 343'344 
Fergusonite, II., 337, 338, 37 ° 

Ferric ferro cyanide, I., 49 4 

— oxide, catalytic, I., 240, 244, 245 
-estimation of, 11., 119 

— cyanide, potassium, I., 493 1 

Ferrite, sodium, I., 29(1; II., 50 
Ferrites, II., 109 

F'erro-boron, II., 70 

— chlore treatment of water, IF, 8, 9 

— cyanide, 1., 487, 491-493 j 

— cyanides from, I., 483, .184-485 ! 

— from coal gas, I., 491-.193, 495 I 

Ferrodur, 1 ., 481 1 

Ferro molybdenum, IF, 70 1 

— nickel, IF, 352 | 

— silicon, F, 220, 221, 236; IF, 407 408 | 

— .— acid resisting, F, 249 | 

-dangers of, IF, 409 | 

-hydrogen from, 1 , i 16, 117 

-literature, IF, 399 | 

-properties. IF, 408, 409 I 

-statistics, IF, 409 

-storage of, IF, 409 

--uses of, 11 ., 409 

Ferious suliihate, disinfecting properties 
of, IF, 16 

Ferro tantalum, 11 , 341 

— titanium, IF, 70, 325 327 

— tungsten, IF, 347 

— ur.anium, IF, 372 

— vanadium, IF, 70, 3S0 

— xirconium, IF, 333, 335 
Fertiliser Act, IF, 43 
Fertilisers, limits of ciror, IF, 44 

— plant for, IF, 22 

— .statistics, IF, 4' , 

F^ry raditition pyK iin ter, F, O9, 70, 71, 

‘ 73 

— spiral pyrometer, F, 71 
Fibrous plaster, IF, 118 
Figured plate glass, IF, 261 
Filament lamps, IF, 351, 366, 367 
Filaments, carboii, IF, 353 355 

— metallic, IF, 355 

— miscellaneous, IF, 366 

— zifeonia, IF, 304 


Filter press, for slips, IF, 168 
Filters, asbestos, IF, 284 

— bicarbonate of soda, F, 310, 311 

— gas, F, 212 

— house, F, if)i 

— iron removing, F, 181 

— mechanical, F, 162 ef seg .; 310, 311 

— permutite, 1., 179, 180 

— pressure, F, 166 

— - Reisert’s, F, 162 

— revolving cylinder type, F, 3 '° . 

— Royle’s gravity, F, 164 
-pressure, F, 165 

— sewage, F, 188, 189, 190 

— trickling, for sew-ige, F, i8g 
Filtration, avoidance by sedimentation, F, 

306 

— sand, F, t6i 

— water, F, 161 f/ seg. 

Kindling quartzite, IF, 233 
F'inisbiiig earthenware, IF, 172 
Findlay cell, F, 372, 373 
F'ircarms, tungsten in, IF, 349 

Fire brides, IF, 231, 234, .•;03, 406; sec 
also Fire-clay, hrieks. ete. 

-- clay, IF, 146, 230 

-lighters, F, 17 ; sec Ciyar iighlcr^ 

— places, domestic, F, 39 

— proof, asbestos preparations. IF, 284 

-by tungsten salts. IF, 349 

-cloth, IF, 133 • 

1 -IF, 57 

i -- sand, IF, 401 
! Firestones, IF, 31(1-3 '9 
i Firing cartbcnw,are, IF, 177 
I Fiieworks, F. 354 
Fish, destruction by effluent.s, 1 .^ 192 

— oxygen neccss,ary lor life, F, 192 
■— guanos, IF, 34, 3(1 

— • manures, IF, 34 

— scrap, IF, 34 
Fishing salt, F, 268 

Fitzgerald c.arborundum furnace, IF, 4 °' 
Fixation of nitrogen- see Nitroxea, J.xa- 
tion of 

JAxed lunmonium salts, F, 456, 457 
Flare kiln, IF, 79 
Flashlight powders, IF, 315 
Flashing carbon filaments, IF, 354 
F'leck’s pliosphi'i'iis process, II., 423 
F'lesh meal, II., 34 
Flint. IF, 163, 166 

— glass, IF, 242. 243. 251, 253 
.—packing, F, 231 

Flooring asbestos, IF, 284 

— blocks, IF, 227 

— composition, F, 366; IF, 128 
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Flooring plasters, 11 ., 113, 116, 3.jR 
Flowing glass, II.,-190 
Fluates, II., 119 - ' 

Fluorides, calcium, I., 413, 415 ; 11 ., 51 

— ammonium, I., 417 

~ disinfecting projicrtics of, II., ii 
Fluorine in enamels, II., 278 
Fluorspar, I., 415; II., 165, 260 
Flue gas, 1 ., 44, 47 
Flues, I., 220 

Fluted sheet glass, II., 260 
Flux for clays, II., 143 
-- for earthenware, II., 160 163 
Ford’s silicate of lime stone. 11 ., 130 
Fog, I., 158 

F'ornialdehyde, disinfecting pro|ierties, II., 

3. 5. 'S 

Formalin —sLe Fn/malth hyJf 
Formates, 1 ., 114 

Formic acid, disjiifcrting properties, 11 ., 
8- 5 

Foster suiierheater, 1 ., 50 
Foucault’s shci't-glass machine, 11 .. 259 
Frasch furnace, 1 ., 213 

— sulphur process, 1., 202 
Fr.ay-lienlos guano, II., 34 
Free/.ing mixtures, 1 ,, 279 

Freihuig process foi sulphur tnoxide, 1 ., 
a-t.'i 

l'r(‘nch polish, 11., 421 
Frits, 11 ., 178, i.Sfi 
Flitting, II., 178 
Frit/, 11 ., i()2 
Frosting glass. I!., .'O • 

Fucm asiofih 'l I., 407 

--filnm, I., 407 

- /'(r/wtf/yr.v, 1., 407 

- - serrittus, 1., 407 

veikuksh ', 1., 407 
I'uels, I., I ft SCij. 

.available heat of, I., 45 

- calorific intensity of, 1., 4^ 

•• — power-of, ■!., to 

— classification of, I., i 

— conditions'for best combustion, I., 37, 

39 

■ - evapor.ative jiower of. I., 45, 4b 
for pottery ovens, Il„ 177 

- highest tempi latures of, 1., 45. 4b 

- ignition temi'cratuics ol, I , 34 

- liquid, 1., 25 ft so/. 

- utilisation of, I., 29 

- waste with hard water, 1., 173 
weatheririg of, I., 19 

Fuller Lehigh mill, II., 9b 

Fuller’s earth, II., 146 

Fuming sulphuric acid, 1 ., 246, 247. 251 


Fungicides, 11 ., 17-20 
Furnace bricks, 11 ,, 200 

— co.als, I., 5 . • * 

— - linings, II., 146, 229-234, 333, 403 

gases, I., 142, 321 

F'urnaces, 1 ., 29 e! so/. ; see also under 
Kilns, Calcintrs, Ovens, Fireplaces 

— air required by, 1., 4(1, 47 

— Alby carbide, 11 ., 409-410 

— alundum, 11., 406, 407 

— Birkeland-F5'de, I , 443, 444 

— black ash, 1., 291, 292 

— blast, 1., 40, 41 
brass, I., 40 

— Bueb’s schlcmpe, I., 488, 489 
calcining bicarbonate, 1., 318, 319, 320 
carbide, II., 409, 411 

- carborundum, 11., 400 402 
cements for, II., 13b 

- conditions for best combustion, 1., 37, 

I 39 

j - -- construction of, 1., 30 
j crucible, 1 , 40, bi, ba 

. Ducco, 1., 213 

I Dwight-Lloyd, 1 ., 210, 21b, 217 
( —earthenware, 11., 175 177 

— ilectric, II., 255, 360, 400^11, 424, 

I dLS 

I -- flues of, I., 220 
! — I'lisch's, 1., 213 

ganister linings ol, II., 234 
gas fired, I., 43 
1 — glass, II., 254, 255 
I —- fiorinan’s, 1 ., 44 
I -- llaiiis, I., 212, 213, 214, 21b, 217 
' heating by surface coiiibiistion, I. 

I 61. b2 

I - Hegcler, 1 ., 21b 
1 — Himtington-lleberlein, I., 210, 216 
I — improvements in, II.. iSi 
j — Keller, II., 408 
i — liquid fuels, 1., 42 
I ~ Lurgi, 1., 213, 21b 
■ ■ • Maletra, ]., 212 

— Mathewson, 1 ., 217 

— mechanical, 1 ., 2S3, 2.S4, 2112 

! M(*nl/,, 1 ., 213 

; muflle, 1., 42, 281. 282 

O’Brien, 1 ., 213 
I — oil. 1., 25, 42 

— open roasting, I., 2.S3 
— I’auling, 1 ., 443. 444 

Ponsard’s, !., 44 
j - pyrites, 1., 211 f/io/. 

— Kathenac 11 ., 407 

Readman and Parker’s, II., 42.1 

— - retoit, I., 41 
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Furnaces, reverberatory, T., 39 , 4° 

— revolving black ash, I., 292 
__ Rhenarta, I., 215, 216, 218 
■_ Taylor’s, for CS.., I-, 257, 25 « 

— tenipcratiire of, lb, '77 

— Thorna, b, 213 
Tomblee and I’auU’s, b, 210 

— salt cake, b, 281-284 

— Savclsberg, b, 216 

— Scherfenberg, b, 213 
_Schimlicrr, b, 445 

Scott's electrical, b, 446 

_Shippenhach, b, 210 

- silicon, lb, 406, 407 

— solid fuels, b, 31 _ 

— steam boiler, b, 31, 32, 33, 3 - 1 , 35 > 3 ’> 

37, 3 «, 3 ‘) 

_ water tube boiler, 1 ., 41 

— Wedge, b, 212, 215 
l-'urniture polishes, lb, 421 
Fused eleetvolytie process, b, 377 


Gadolinitc, lb, 291, 316 

C.aillard lowers, b, 236 

Galena, 1., 210, 214; lb, 163 
Gall-Montlaux electrolylie cell, i-, 3^/ 
Galloway boiler, b, 31 

Galloway-Hill smoke-preventing fiii trace, 

b, 33 

Ganister, lb, 14b, 232 

—^ furnace linings, lb, 234 

Gan’s pernnitite pioeess, b, 178-183 

' _ zeolites, lb, 59, 60 
Garnets, lb, 63, 4'0 
Garuti-Pompili apparatus, b, 115 
Gas, ammonium sulphate from, b, 402 
_ blast furnace, b, 136 

— burner, b, 221 

— coals for, b, 5 

— coke-oven, b, 54, 55 

— ferrocyanide from, b, 491-493 

— filters for, b, 212, 237 

— furnaces, b, 43, 52 

— lighters for, lb, 316, 317 e 
_ locking of, b, 315 

— producers, b, 40, 121 

— retorts, Ib, 231 

_water, amnioniacal liquor Irom, 1., 

-composition of, b, 45 f> 

Gases, exit, b, 235, 238, 45 ‘). 4bo 

— purification of, b, 243 
Gauges, glass for, ib, 265. 

Gay-Lussac tower, b, 221, 223, 227 

221 


456 


29 


Gee’s coal washer, I., 16 

Geisler pump, lb, 353 

Gelis, sulpho cyanide process, b, 495 

Gems, lb, 63-65, 265-266 

Geneva process for aerated waters, 1 ., 195 

Gerard system, b, 149 

Gerbel-Strover furnace, 1 b, 406, 407 

Gercke, b, 4 

Germicidal power, lb, 1 

— value, lb, I, 3 

Gcrolstcin waters, b, T98 

Geryk pump, lb, 353 

Geyseritc, lb, 163 

Gibb’s electrolytic cell, b, 387 

Gibbon kiln, lb, 103 

Gilded glass, lb, 270 

Gilding, lb, 189 

Gill kiln, b, 201 

— steam liquation iirocess, b, 20J 
Ginger beer, b, 199 

Glak-rite, b. 330 
Glass, lb, 235-274 
_ achromatic, lb, 264 

— actinic r.ay, opaque, lb, 265 

..-transparent, lb, 265 

-- action of alkalis on, lb, 246 

I — .action of superheated water on, II., 2.t6 
! — alabaster, lb, 269 

— - alumina in, 1 b, 250 
. - anastigmatic, 11, 2(11 
-- annealing, lb, 261 

- arsenie, lb, 250 

- artificial gems, lb, 265-266 

- Asch’s theory of, lb, 236-241, 2.44 
atmospheric inllueiiee on, lb, 246 

- - aventurine, lb, 267, 268, 269 

--baryta, lb, 253 ' 

— Bastie’s hardening process, 1 b, 245-240 

-- bead, lb, 252 

- bending of. lb, 262 

- black, lb, 269 
^ blown, Ib, 251 

— blowing, Ib, 256 

— blue, lb, 269 
— Bohemian, lb, 242, 243, 251 

— boracic acid in, lb, 249 

— borollint, Ib, 242, 249 

— borophosi'hate, Ib, 250 

— borosilicatc, lb, 251, 265 

— bottle, lb, 242: 243. 252 

— bottle green, lb, 269 

— bottle machines, Ib, 257-258 

-—brittleness of, 11.,,246 

--■brown, lb. 253, 269 

— carboys, lb, 260 

— casting of, lb, 260 

— cements for joining metals to, lb, 137 
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Glass, ceriuln in, II., 320 

— chemical, II., 265 

-compositioi'l of,' II., 2311-241, 242 . 

-properties of, II., 246 

— chimneys, H., 265 

— chrome aventurine, II., afiy 

— classification of, II., 251 

— coloured, II., 251, 26O-270, 349, 373, 

381 

— crown, II., 250, 251, 253 

— cryolite in, II., 250 

— cutting of, 11., 262 

— decay of, 11., 266 
-- decolorants for, 11., 250 
•— defects in, II., 2f)o, 26(1 

— density of, II., 244 

— devitrification of, II., 243, 24.S 

— electrical insulating, 11., 205 

— embossing of, II., 262 

— English sheet, II., 242 

— engraving of, 11., 262 

— etching of, I., 417; 11 ., 262 

— - expansion of, II., 245 
-■ flashing of, 11., 267 

— flint, II,, 242, 243, 2417, 251, 253 

— frosting of, 11., 2(12 

— furnaces for, II., 253, 25,1, 255 

— gariite, II., 2^5 

— gilded, II., 270 

— green, II., 269 

— grinding of, 11., 261, 262 

— hardened, II., 245, 246, 2O2 

— - hollow ware, 11., 257 

— homogeneity of, 11., 244 
-- insulating II., 265 

— iridescent, II., 262 

— Jena, fl., 242, 247, 249, 233, 265 

— laboratory, fl.. 242 

— large vessels of, II., afro 

— lead, II., 249, 251 

— literaturt, II., 235 

— melting point of, II., 2.(3 

— milk, 1 ., 419 '; II., 51, 270 

— miner’s lamp, II., 253 

— mirrors. It., 263 

— mixing materials for, II., 252 • 

— mixture, theory of, II., 241 

— nature of, II.. 233 

— normal, II., 236 • 

— opal, ll., 269 

— opaque, II., 250, 251, 2r>6-2 7o 

-to infra-red rays, II., 244 

-to ultra-violet .rays, II., 244 

-white, II., 269, 270 

— optical, II., 263, 264 
-properties of, II., 244 

— paper, II., 417. 418, 419 


Glass, phosphate, II., 251 

— photographic, II., 265 

— pink, II., 269 . ■ 

- planed, 11., 253 

— plate, II., 242, 243, 251, 253, 200, 201 

— pot-metal colouring of, II., 267 

— pots for, II, 232, 254, 255 

— jrressed, II, 242, 24S, 261 

— properties of, II., 243 
quart/, II., 270-274 

— - raw materials for, 11., 247 
: — recipe for, 11., 252 

red, 11., 269 

— refining, IL, 253 

— reinforced, 11., 261 

— resistance to atnrosphere, 11., 246, 247 

— .Sacliurs’, 11 ., 265 

— Saint Gobin, II., 242 

- .sand blast for, 11., 262 

- seedincss of, 11., 260 
sheet, lb, 253, 25K-259 
.silica, lb, 270-274 

— silica-frec, II., 251 

-- silver stain, lb, 269 

— solid solution theory of, lb, 2,11 
special, lb, 265 

specific heat of, lb, 245 
spun, lb, 244 
I - st,ained, 1 b, 207 
i --stones in, 11 , 2G0 

- strength of, lb, 245 
' - striie in, lb, 260 

— stringincss of, 11 , 260 

— steam boiler gauge, 11., 265 
table, lb, 242, 251 

’ — tanks, lb, 260 

I - thermal endurance of, lb, 245 

I — thermometer, lb, 265 

I '• Thuringen, lb, 242, 247 

, - transparency of, lb, 244 

I — tubing, lb, 253 

I — tumblers, lb, 257 

I - typical analysis of, lb, 242 

i — ultna-violet light transiiarent, lb, 265 

j — uviol, lb, 265 

1 — Venetian, lb, 242, 270 

I — vio(et, lb, 269 

; — viscosity of, li., 235, 240 

I —water, lb, 251 

— white, lb, 243 

-opaque, lb, 269, 270 

— window, lb, 247, 253 

— working of, Ib, 255-262 

— X-ray bulb, lb, 253 

— yellow, II , 269 

— Zschimmet’s lb, 265 

Glassy porcelain, Ib, 185 . 
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(llauber salt, I., 264, 285, 331, 332, 333 
Cllauberiti;, 1., 329 
daze, n.,78s, i86, 187-188, 278 

— composition of, II., 19S 

— crystalline, 11 ., i 8 y 
earthenware, 11 ., ibi, 17^' 7'1 

— flowinf;, II., rgo 

— lead, 11., 163 

— lead-free, 11., 157, >58 
lustre, 11., 190 
sanitary ware, 11., 195 

— uranium, 11., 373 
(ila/ed bricks, II., 200, 201 

substitutes, II., 270 
-- tiles, 11., 22(1 

(rla/ing, grinding wheels, II., 4 >5 

— porcel.iin, 11.. 187-188 
Cdobe granite, 11., 129 
(Host, 11 ., 17(1 

— firing, II., 179 

dover acid, 1., 223, 224, 228, 235, ; 

281 

dover tower, 1., 221, 223, 227-229, 2 

— packing for, 1., 230, 231 

-uses of, I., 224 

Oluc, use as a retaider in plaster ol 1 

I.. ,347 , „ 

due works, water for, I., 182 
Glyco/.one, II., 7 

Gold, colouring glass with, II., 269 

— - pottery with, 11., _it >5 

— cyanide extraction of, 1., 420, 4^3 48 t 
— industry, statistics, 1., 483-484 

— liipiid, II.. 270 

— precipitation of, 11., 6 r 

Gold bronze, vanadium, II., 381 

— chloride, coluuiing iiuttery with, II., 

165 

— overgla/.e, 11., 189 
Golden iiair water, 1 ., 423 
Goldschmidt’s re.ictions, II., 67-75 
Goreham process for cements, II., 89 
Gorman's furnace, 1 ., 44 

Gout, radium treatment ol, 11 ., 3 '/' 3 ‘t 7 
Graf von Schwerin’s clay purification \iio 
cess, 11., 143 

drainers, 1., 270 ' 

Graphite, deflocculated, II., 405 

— electrodes, 11., 405, 4°b 

— from cyanamide, I., 47 ^ 

-- literature, lb, 399 

— mode of form itioii, lb, 404 

— powder, Ib, 404-.405 

— properties, lb, 404 

— - purification of, b, 417 

— statistics of, 11., 4^5 , 

iu fArmalion. J].» 4.01, 


Graphite, uses, lb, 405 
Grappier cements, II., 83 
Grates, b, 34 ' 

Grease recovery from effluents, 1 ., 184, 

185 

-from sewage, b, 191 

Green glass, Ib, 269 
Greenland, cryolite deposits of, lb, 51 
! Griesheim coll, b, 368, 369, 370, 373 
' — nitric acid jilaiit, b, 14° 

; -- system, b, 234, 239 
i - tOVVCTS, b, 224 
’ Griffin mill, lb, 95, 96 
’ Gritstone wheels, lb, 415 
Giinder’s phthisis, lb, 415 
! (irinding ainiliances, I b, 414 
1 — glass, I b, 261, 262 
! -- machinery, lb, 24 26, 93-98 

; -materials, lb, 52, 128,413420 
; - mills, Ib, 414 

, I - pla.ster, lb, 115, 116 
— powders, lb, 418-420 
i - slag, Ib, 84 
1 — wet. Ib, 8.S, 89 
j - wheels, lb, 415, 416. )17 
;, ' (irindstoiies, carhoruiHhnii, lb, (02,415 
i Grog, Ib, 146, 163, 231 ^ 

1 Grouml coating lor enamels, 11 ., 278 
_ - mica, lb, 287 
-- waters, b, 158, 159 
(iuaiacol, 1 b, 3, 4 
Guanidine, b, 480 
Guano, lb, 42-43, 47 
Giittmanii’s aluniiiia (lacking, lb, 52 

— nitric acid plant, b, 440 
Gwvnne, b, 3 
Gyiisile, b, 346 

Gypsum, b, 329, 345 349 '' lb, 113-117 
I — analysis of, b, 348 
■ - dehydration of, b, 3.(7 

— effect on setting of cement, lb, 111 

— - loss of setting (lower, Ib, 116 

— occurrence of, b, 346 

— - prices of, b, 347 

— statistics, b, 34*' 

1 ■— uses’ of, b, 3.(5, 349 


! “ 

I Haas-Ottel electrolytic bleaching cell, b, 
I 400, 401 . 

I Haber-lc Ro^signol ammonia process, 1., 
469, 470, 471 
I Hack, lb; 213 

1 Hadfield’s gyratory crusher, lb, 92, 93 
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Half-value "period, radioactive, 11 ., 386 
Hampson hydrogen plant, I., too 

— liquid air machine, I., 86- 

Hanisch Schrodcr sulphur dioxide process, 

I-. 253 

Hard finish plasters, 1 ., 348 ; II,, 113, 116 
Hardened glass, II., 245, 246, 262 
Hardening of plaster, II., 116 
Harding’s phosphorus process, 11 ., 425 
Hargreave’s bird cell, I., 370, 373 

— process for sodium sulphate, 1., 275, 

28r, 284, 285, 289 
Hardness of water, 1 ., 160, 172 

— — estimation of, 1., 194 

-los.s of fuel by, I., 173 

Harris furnace, 1 ., 212 
Hart’s proce.ss, I., 337 
Hasenclever’s bleaching powder iilant, 1 ., 

S'H, 395 
■ - process, 1., 

Hauenschild kiln, 11 , 105 
Haughton’s acid concentration pans, 1 .. 

237 

— acid pumps, 1., 232 

— water sprays, 1,, 233 
Haythorjre’s process, I., 17, 

Hayward Tyler’s process, 1 ., 196 
Heat restorers 1 ., 30, 34, 43 
Heat units, 1,43 

Heavy spar, 1 ,, 351 
Hedgehog rolls, 11., 92 
Hefner candle power, H., 357 
Hogcler mechanical furn.ace, I., 210. aifi 
Helium, iiropeitios of, I., 103 
Heirry's la , I., 140 
Hetseus fused silica process, II., 272 
Hermitcelectrolytic irieaching cell, I., 396, 
397 

— fluid, 11., 9 

Herreshoff mechanical furnace, I., 212 
Hessonitd, II., 63 
He.xaraethylene tetramme, II, 6 

— para amind-tri])heny!inethane, II., 9 
High speed steel, II.. 69 
Hildebrandt’s liquefaction process, 1 ., 99 
Hippuric acid, I., 428 

Hittorrs black phosphorus, II., 42fi 

Hdchst process, 1 , 245 

Hoffmann kiln. It, 42; 11 ., So, 104, 2ij- 

22t 

Hofmann’s blue, I., 494 
Holdcroft’s ihennoscopes, 1 ., 73, 74 
Hollow glass ware, II,, 251 
Holst drier, II,, 84 

Honigmann carbonating apparatus, I., 307, 
308 

Hoof meals; II,, 39 


Hop ale, I., 199 
Hopper salt, I,, 26S 
Horehound beer,.I,; tpp 
Horizontal kiln, II., 216 
Horn metals, H., 39 
Horry rotary furnaces, 11 ., 411 
Horse power, mechanical etiuivalent of, 1 ., 
29 

Hot air for furnaces, I., 32 
Hotop kilns, II ., 105 
House coals, I., 5 

— filters, 1., 161 

Houston excess lime process for water, 1 ., 
167 

Howard bridge ozone system, I., 149, 152 

Hubiierite, II., 343-344 

Humphries’ sulphur burner, I., 255, 256 

Humus in water, I., 159, 173, 190 

Huntington-Heberiein furnace, I., 210,216 

Hy.acintli, H., 63, 334 

Hydrargyllit, 11 ., 50 

Hydraulic limes, H., 77, 78, 82-83, *>9 

— press, for filaments, II,, 359 
Hydroboracitc, I., 329, 331, 355 
Hydrocarbons, hydrogen from, I.. 115 
Hydiochloric acid, 1 ., 275-280 

-absor|)tion towers for, I., 277 

— — condensation of, I,, 276, 277 

— ■ - escape of, into air, 1., 275 

— — germicid.al value of, II,, 3 

-- injurious amounts in water, I., 192 

-manufacture, 1., 275 

— ■ - properties of, 1., 279 
-purification of, I., 27S, 279 

-specific gravity of solutions of, 1., 280 

— — storage of, 279 

-transport of, I., 278 

-uses of, I., 279 

Hydrocyanic acid, 1 ., 487, 488, 495 

-action on steam, 1., 492 

-in coal-g.as, I., 492, 493 

-in exit gases, 1., 459, 461 

— -in gas liquors, I., 456 . 

-disinfecting properties, II., rr 

-from schlempe, I., 489 

Hydrofluoric acid, 1 ., 413-419 

— -»-■ disinfecting properties of, II., ii 
-evolution in superphosphate dens, 

II., 30 

-gla.ss etching, I., 417 

— — manufacture, I., 41.3, 414 

-properties of, I., 416 

-purification of, I., 415, 416 

-specific gravity of solutions of, I., 

416 

-storage of, I., 4t6 

-transport of, 1., 416 , 
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Hydrofluoric acid, uses of, I., 4>7 

Hydrofluorsilicic acid, I., 415- 4 i 7 - 4 i 9 

_disinfecting properties, 11., n 

_properties of, 1 ., 4*9 

Hydrogen, 1 ., 109 <rncr/., 124 
_amount liberated by electrical current, 

1., 367. 368 

— boiling point of, I., 112 

— calorific intensity of, 1 -, 1 1 
_Claude’s process for, 1 ., 113 

— electrolytic, 1 ., 37 °> 379 

— from acetylene, 1 ., 115 

— from acids, 1., 116 
_ from alkalis, I., 116 

— from benzene, 1., 1 iS 
-- from calcium hydride, I., iio 
_from carbon monoxide, 1., 113 

— from cellulose, 1., 1' 1 

— from coal, 1-, n i 

— from ferro silicon, 1., 116 
-- from hydrocarbons, I., 115 

— from petroleum, 1., "S 

— from water, 1., no, 112 
-- from water-gas, 1., H2, 11.4 
-- ignition temperature of, f-’ 45 
_Jaubert’s process for, 1 ., 117 ; H > *’9 

— lifting power of, I., 1 ''5 

— l.inde-Frank-Caro process, 1 ., 101 
-- l.inde process, I., 113 

_liquefaction of, 1-, 1°° 

_manufacture of, 1., ^3 et saj. ; 110, 471 

— occlusion of, 1., no 

— properties of, 1 ., io 3 > '°9 

— uses of, 1., n 7 i 379 . 

— yield per H.P. by electrolysis, 1 ., 37 ° 
Hydrogen jicroxide, 1 ., iS*''- 42 i. 422 

423,424,426 

_disinfecting power ol, ) I., 7 

-estimation of, 1 ., 424 

_manufacture, 1 ., 423, 424 

_water purification by, 1., 167 

Hydrogenite process, 1 ., 116 
Hydrolith, I., 116 
Hydrolytic tanks, 1 ., 186 

Hydroquinine, disinfecting properties ot, 

“•> 4 . T rt 

Hydrosulphitc, sodium, 1 ., 200 , 

Hydroxide, potassium, 11 ., 13 ; see also 
■ Potassium hydi-o.xide 
Hypochlorite, calcium, I., 395 
Hypochlorites, 1 ., 39 >- 4°2 

— disinfecting prrperties of, I., 402 ; 11., 

8' 

. — formation of, I., 397 . 39 « 

— germicidal value of, 11.. 3 

_water purific.ition by, 1., 16;, 108 

Hvnorhlorous acid, 1 ., 39 ^. 393 


Hyposulphite, sodium, I., 2591298 
Hyraldite C. Ext., 1 ., 260 


Ice-making machines, 1 ., 11 d 
Ice manufacture, 1 ., 77 set/. 

Iceland, water power of, 1 ., 475 
Ignition temperatures, 1 ., 34. 44 
Ichaboe guano, 11 -, 42 
llluminants, zirconia, 11 , 3.34 
Illuminating gas, coke oven, 1 ., 52. 54 . 53 
llmcnite, 11 ., 323. 324 
Imitation marble, 1 ., 349 

8 . 0 . 11 ., 

351-367 

— mantles, II., 291, 303 - 3 i 5 . .334 
_ artificial silk, 11 ., 3 * 2 , 3'3 

— — branding of, 11 ., 3°9 

— — burning of, 11 ., 3 ° 9 ' 3'3 

_collodionising ol, 11 ., 3 '*‘ 3‘3 

-durability of, H-. 3'4 

— - fabric of, 11., 3°4-.3 o6 

--fi.xing of, 11 ., 3°9 

_impregnation of, 11., 307. 3°8 

-inverted, 11 ., 3°7 ^ , 

_patents relating to, 11 ., 3 ' 5 . 3 '° 

_rings for, II., 3 * 3 . 3*4 

-rods for, 11 ., 3 * 3 . 3*4 

_statistics, 11 ., 3 * 4 . 3*5 

- testing, 11 ., 3*4 

-upright, 11 ., 3"7 

Incendiary bombs, lb, 7 *. 72 
India, mica from, II., 287 
Industrial ga.ses, properties, 1 ., 103 
Infrared rays, opaqueness o. glass to, 11 .. 

244 

Inks, vanadium, 11., 381 
Insecticides, 1 , 258 ; II., 17 20 
Insulating glass, 11 ., 265 

— porcelain, 11., 183 
Intermittent kilns, 11 ., 79 
Internal worl; of gases, ]., 84. 8.5 
Iodic hydrarg, 11 ., *4 
Iodides, potassium, 1 ., 4 * * 

Iodine, 1 ., 407-412, 434 

— antiseptic.s, II., 3, 6. 10 

— detection of, t., 278 

— electrolytic. I . 4°8 

— e.xtraction by solvents, 1., 410 

— from phosphates, I., 4* * 

— in sea-weed, 1, 407 

— manufacture from caliche, 1 ., 407. 4 °®, 
409 

_from Sea-weed, I-, 408, 410, 4 * * 
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Iodine, octurrenoe, 1 ., 407 

— precipitation of, 1 ., 407, 40S, 410 

— properties of,*1., 4 '• • 

— purification of, 1., 411 

— statistics, 1., 412 

— uses of, 11., 426, 427 

— water, germicidal value, 11,3 

— yield from sea weed, 1., 411 
Iodine cyanide, II., 6 

— trichloride, germicidal value, II., 3, 10 
Ionisation, ronnecting with disinfecting 

properties of, 11., to, 14 
Ionium, II., 386, 388, 391-392 
Ions, 1 , 367, 368 
Iridescent glass, II., 262 
Iron, action of ammonium sulphide on, 

h, .305 

--of sulphuric arid, 1., nd 

-- on water, I., 1 lo-i 11 

— disinfecting projicrties of, Ih, 16 i 

—• corrtjsion by acids, I., 249 j 

-by water, 1 , 172, 173 ^ 

•— cutting by oxygen flame, I., 105 j 

— effect on glass, II., 2O9 

— enamelled, 11 , 276-277 

— estimation of, II., 119, 120 

— in aerated water, I., 200 

— in alum, 11., S3, 57 | 

— in bricks, 11 , 202 

— in fire-clays, II, .’30 | 

— in soda water, 1., 200 i 

— in water, 1 ., 168, 180, iSi, 182; II., ! 

60, 6t j 

— in magnetic .separation of, 11., 168 

— - waU'r pi dfication by, I., i6fi 
Iron alloy^s, II., 70 

— bronfide, 1., 406 

- cistern cement, II., 136 

— ore cements, II., 112 

— oxide, l.,'ii2, 213; catalytic, 1., 240, 

244. "245 

-colouring earthenware with, II., 164, 

189 • ' 

— pans, enamel gla/e in, 11, 136 

— phosphate, 11., 425 ; 

— Portland cement, 11 , 85 • • j 

— pyrites, I., 206, 214 ; see under j 

— salts, disinfecting projterties of, 11,, )6 j 

— treatment ol efttuents by, 1., 184, t 88 j 

— water purification by, 1., 166 

Iron sulphates, limiting amounts in water 
for fish, I., 192 

— silicides, 11., 408 

— work, protection of, 11., 404 
Ironac, I., 236, 249, 278 
Ironite, II., 119 

Isinglass substitute, 1 ., 40S 


«7 

Italian asbestos, 11 ., 281, 28; 

Urol, II., 16 


J 

Japanese porcelain, II, i8fi 

- - sulphur, 1., 203 

Jargon, II., 63, 334 

Jaubert hydrogen process, I., 105, 116 

Javel water, I., 391 

Jeffrey pulveriser, II., 93 

Jena glass, 11 ., 242, 249, 253, 265 

Jenisch ball mill, II, 94 

Jersey stone, 11 ., 161 

Jet, !., 4 

Jigger, vertical, 11 ., 171 

Jigs for coal, I., t4 

Johannis waters, 1 ., 198 

Johnstone kiln, 11 ., 103, 104 

Jolleying clay, H., 171 

Joudrain’s phosiihorus process, II., 426 

Joule-'l'homson effect, 1., 8.) 

Juniper, use in polislies, 11 ., 421 


K 


Kainite, 1., 329, 330, 337 

— - use as manure, 11., 40 
Kalkstickstoff, I., 475 ; see Nilrolim, 

Cyniiamitfe 
Kankar, II., 78 

Kaolin, 11 ., 55, 145-146, 183; sec also 
C/ii>M dtty 

— chemical com|)osition of, II., 139-142 

— zeolite from, II., 59 
Kaolmite, II., 146, 183 

Keene’s cement, II., 116, 130, 137 

Keller funi.acc, II., 408 

Kellner’s electrolytic bleacliing, cell, I., 

,196' 397 . 39 « 

Kelp, I., 408 

Kent mill, II., 96 

Ket^ish rag, 11 ., in 

Keranio, 11 ., 270 

Keramyl, 11 ., 11 

Kermode burner, 1 ., 26 

Kerpely producer, I., 130, 132 

Kessler’s apparatus, 1 ., 237 

Kestner acid elevator, 1 ., 231 

Kettles, calcining, II., 115 

Keystone hme kiln, II., 79 

Kieselguhr, II., 163, 414, 420 

Kie,serite, ]., 329, 330, 332,^35 ; II., 41 
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Kilns, !•, 42; 11 1 79-8I1 99 -’° 5 i ” 3 '>‘ 7 i 
214-222 

— Aalborg,'II., 104,105 

— - archless, 11., 214, 216 

— Batchelor, 11 ., 103 

— bottle, II., 103 

-• brick, II., 214-222 

-- Biihrer continuous. 11 ., 218, 221 

— cement, II., 99-105 

— clani|), 11., 215 

- continuous, 11., 104, 217 

— Dietrsch, 11., 104 

— dome, 11., 103 

— down draught, 11., 215, 216, 232 

— Dumesnil, II., 114 

— - for lime burning, 11.. 79-81 
-- for refractory goods, 11., 232 
-- (’libbons, II., 103 

- gypsum, 11., 113-117 

— Hargreaves, I., 284 

— Hauen.schild, II., 105 

— Hoffmann’s, 1 ., 42; 11 ., 217-221, 

232 

- hori/.ontal, II., 216, 232 

— Hotop, 11 ., 105 

— Johnstone, 11 ., 103 

— muffle, II., 194 

-- |)laster, IT., 113-114 

— ~ rotary, 11., 90-103, 114 

— Schneider, 11 ., 105 

— semi continuous, 11., 216, 217 

— shaft, 11., 104 

-- .Spackman’s, 11 ., 103 

— Staffordshire, 11 ., 222 

— stage, 11, 104 

— stationary. II., 99, 103 105 

— stein-ribbed, II., 105 

— up-draught, 11., 2t6 
Kish, II., 404 

Knietsch-HerreshofI process, 1 ., 242 
Koker stoker, 1 ., 37 
Koininor, mild, 11 ., 94 
Kontrastin, II., 334 

Kopper ammonia recovery plant, I., 4(12 

Kopper’s oven, I., 54 

Kritzer hydrator, 11 ., 81 

Krugite, I., 329 • 

Krupp ball mill, If., 94, 95 

Krupp’s jiyrometer, I., 15 

— tube mill, II., 96 

Krause’s catalytic process, I., 245 

Kryolite—sec Cryolite 

Kubierschky’s bromine, plant. I., 404, 

405 

Kulm, uranium in, II., 370 
Kunheim metal, 11 ., 317-318 
Kunzite, II., ,63 


L 

La Large cement, H'., 85 
Laboratory glass, II., 242 
Lactic acid, disinfecting properties, II., 
35 

Lagging cements, 11 ., 133-134 
— for steam-pipes, II., 133, 134, 136, 
284 

! Lake Magadi, 1 ., 287, 299 
I Laminaria digitata, I., 407, 408 
1 — sacciiari/ia, I., 407 
j — slenophylla, I., 407, 40S 
j Lamps, filament, II., 351, 36(1, 367 
: - mercury vapour, 11., 274 
I — metallic filament, II., 351-31'? 
i --- metal filament, II., 3()5, 36fi 
; -- nitrogen filled, 11., 3(14, 365 
1 - tantalum, 11., 356 357 
I - tungsten, II., 357-396 
j Land jilaster, 1 ., 345 
I Lane’s process for hydrogen, 1 ., 111 
Lanthanum, uses of, 11 ., 316 
i - oxalate, 11., 301 
1 sulphate, II., 30 
; latrgin, II., 16 

I I .asset! .ind Hjert’s standard purifier, I., 174 
j — —water softener, I., 177 
I Lathe, for earthenware, II., 170 
I.aughing gas, I„ 496 
Laundry, water, I., 482 
Lawns, [lottciy, 11 ., ih.S 
Le Chatelier test, II, 124 
Le Maitre briipiette process, 1 ., 29 
Le Sueur cell, I., 371 
Lead alloys, II., 318 

— corrosion of, I., 230, 236, 249' 

— in aerated water, 1., 199' 

— - in sulphuric acid, 1 , 250 

— in water, I., 161, 168 

- antimonate, II., 165, iSg 

— borate, I., 357 

— chamber process, I., 221 et'sci/ 

-- chambers, construction of, L, 225 
et itq 

— compounds, use as fluxes, II., 163 

— glazes, II., 163 

— gla,sses, Il„ 249, 251 

— oxides in enamels, H., 277, 279 
-in glass, II., 249 

— sulphide, L, 210, 214 

— pans for salt-cake furnaces, L, 283 
Leather, ammonia from, I., 455. 

— effect of cold on, I., 90 

— use of titanium salts on, II., 320 
j -- dyeing, }I., 320 

.' — meal, II., 39 



SUnjECT 

l^eblanc process, I., 204, 287, 288, 281;, 
29T-298 

-melting jmjcfss, 1., 2,91 

— - statistics, ],, 288, 289, 299, 300 

— — sulphur from, 1., 204 

— - summary of, 1., 297 

Ledcrlin and Corlun's cell, 1 ., 387, 388 
T.ccs’ fusion process for salt, 1., 271 
y^eguminosic, fixation of nitrogen by, I., 
428, 429; 11., 39 
Lemonade, fermentation of, I., 191 
[,eni\ drive, 11., 97 
Lenses, manufacture of, 11 ., 264 

— polishing of, II., 421 | 

1-cpidolitc, 11., 286 I 

Light, sterihsatiim of water by, 1 ., 158, | 

169-172 I 

Lighters, automatic g.i.s, 11 ., 316-319 

— cigar, 11., 372 I 

Lignite, 1 ., 4 ! 

Lime, 1 ., 341 | 

— action of carbon monoxide on, 1., ‘ 

I 

”-1 . . ■ 

- amount in distilled ammoniac,d liiiuors, 1 

1-. 315 

— analysis of, 11., .Si, 119 125 

- blcadiiiig powder mamilaelure, 1., 391 
-- burning of, II., 79-81 

- common, 11., 77, 78 81 

- - composition, 11., 81 

-- detection by dyes, 11., 111 

- disinfecting proiicrtie-, ol, 11., 13 

- effect on organisms in watei, 1., 167, 

192 

- cstinia' oii of, II., 120 

- fat, 11 ., Si 

- hydraulic. 11., 77, 78, 82 

— - ill bricks; II., 202 

- in enamels, 11., 278 

- in vvatci', estiin.ition ol, I , 194 
lean,'II., 81 

— limiting aniouiit in water lor lisli, 1., 

ig2' • 

- manufiteture, 11., 78 8r 

— mamifes, 11., 41 

— milk of, 1., 317, 324 • 

— nature of, II., 77 

— properties of, 1., 3.11 

— rich, II., ol • 

— slaked,. 1 , 341 ; II., 78 

— slakcrs, I., 317, 361 ; II., 80, Si 

— stucco, IL, 118 

— uses,.l., 341; 11., 248. 419, |2i 

— water purification by, 1., tfiy 

— kilns, I., 41, 317, 31S ; IL, 79 81 
-gas, 1., 320, 321 

— precipitate, 11., 34 


/MnE.Y ■ , 459 

I.ime-nitrogen, 11 ., 37; see Calcium 

cyanamidt 

Lime-sand brick?, II., 131, 2123-224 
Lime-sulphur dips, II,., 18, 19 
- washes, IL, 18 
Limestone, 1 L, 78 

~ carbon dioxide from, 1., 141, 320, 321 

— - beat for calcination, I., 320 
-- in clay, IL, 143, 144, 201 
~ Use as manure, 1 L, 41 
Limogeic enamel, IL, 278 
Linde l''rank-(’aro process, L, 113 
Linde liquid air machmes, 1 ,, 87 

-nitrogen plant, I., 96, 479 

- oxygen plant, I., 92, 96 

- [iroce.ss, L. 84, 85, 8g. 1 13 
Liquefaction of gas, 1 ., 83 c/ jo/. 

Liquid air, separation of constitueiils of, 

L, 91 

-- carbon dioxide, L, 142 

— - chlorine, I., 381-383 

fuels, I., 25, 26, 42, 59 

— gold, IL, 270 
Litharge, use as (lux, 11 ., 1(13 
Litliia mica, 11 ., 286 

— water, L, 198 

Lithium alummium silicate, IL, 63 

— nitride, 1., 474 
Lilboplione, L, 422 
l.ixivialion of black ash, L, 293 
Lo.ims, IL, 146 

Local (lovermncnl Hoard's Sewage Dis- 
liosal Regulations, L, 190, 191, 192 
i I,odge’s fog-dispclliiig deviee, L, 220 
i Lolineit’s compound mill, 1 L, 98 
, Lowig process, L, 21)6 
Long-llamed coaks, 1 ., 5 
i Loss of lic.al ill burning, L, 47 
j f.ouiswna sulphur deposits, 1 , 202 
I Louisville cement, 11 ., 86 
i Lubricants in water, L, 174 
i Lucifer iiialelies, 11 ., 429 
Luminatoi apparatus, L, 176 , 

Luminous watch diids, I]., 397 
Lump pyrites kilns, 1 ., 211 
i Lunge-Rohrmann reaction towels, L, 230 
L^rgi furnace, 1 ., 213, 216 
Lustre gla/.es, II., 190 
Lutes, 11 ., 135-137 
Lux’s mass, 11 ., 50 


M 

Mache units, I., 198 
Machines, .soft mud, IL, 206 
Mack’s cement, IL, 117 , 
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\6o 

Mactear furnaces, 1 ., 320 
Madras mica, 11 ., 288 
Magadi, l2il*e, I., 287,-299 
Magenla bronze, II-., 349 
Magnesia, I 1 -, 127 

— estimation of, 1!-, "9 

— from magnesium chloride, 1 -, 305- 30 <> 

— in cement, I1-, 108 i 

— in glass, 11-, 248, 233 j 

— use in glaze, 11., 1(12 , 

Magnesia bricks, 11 ., 233 : 

— cement, II., 127, T28 | 

— mica, II., 2S7 

— - mi.vtures, 11 ., 4b i 

Magnesite, ]., M*’ 343 ’ ' 

Magnesium in water, 1 ., 173 j 

— alba, 1 ., 34.3 ! 

— aluminate, 11. 63 

-bricks, II., 233 1 

— bromide, 1 ., 4 °, 3 i 4°5 1 

— carbonate, 1 ., 343 

— chloride, 1-, 192, 26,8, 330, 332, 333; ; 

II., 127, 128 , , ,, '' 

--chlorine from, 1 ., 395, 3 ”'' , 

_hydrochloric acid from, 1., 3(>5, 3()0 , 

--'waste of, 1., 385 

— hypoclilorite. I.. 39 ^ 

— limestone, 1I-, 7 ''’ 

— metallic, 1., 330 

— nitride, 1 ., 474 ,, 

— ~ oxychloride cements, I., 3ii(); it-. ’ 27, 

128, 130, 4 '.S 

— nerhydrol, 1 -, 422 

— peroxide, 1 , ib 7 i 422 ; H i 7 

-salts, 1 ., 34 . 1 ; ' 27 ’ 

_manufacture, 1., 264 

_precipitation of, 1., 270 

_removal from water. If., bo 

— silicofluoride, 11 ., 119 

— sulphate, 1., 3.3°> .332! .3.33, 

M.ignetic separation o 1 monaz.ite, 11 ., .95, 

29b 

Magnetite jrc lamp, 11 -, 329 

— anodes lamp, 1-, 3 b 9 
Mahler-Cook calorimeter, 1 ., 8 

Majolica, 11 -, i 53 i '.37 

Maletra furnaces, 1 ., 212 . 

Mallow root, action on plaster, 11 ., no 
Malins, II., 14b, 203 

Manganates, disinfecting iiroperlies o., 

II., 7 

Manganese alloys, lb, 7 °, 3 '° 

— borate, 1., 357 

catalytic, I., 471 

— dioxide, b, 360, 3 b 2 , 4 '° 

— metallic, lb, 63 , 70 
romnval from water, lb, 60 


Manganese, availalde oxygen iig b, 360 
_use in glass making, lb, 250 

— hydroxide,.!., 362' 

— - oxides, lb, 189 
-c-italytic, b, 240 

— — colouring glass with, lb, 269 

..pottery with, lb, 165 

— permutite, II., bo 
Manganous oxide, b, 117 
Mannheim calciner, 11 , 114 
-- salt-cake process, b, 284 

- sulphur trioxide process, b, 244, 245 
Mantles, incandescent gas, lb, .303-3'S 
Manures, lb, 21-47 

ammoiii.acal salts, b, 4b 7 

- analysis of, lb, 44 47 

— certificates for, lb, 47 

evanamide, b, 475 , 480 . 

-. determination of nitrogen m, lb, 45 

- - of phosphorus in, lb, 45 
-- incompatible, lb, 42 

— mixed, 11 , 41, 42 

— moisture in, I b, 45 
nitrogenous, 11 , 3b 40 
sludge, b, 191, 192 
statistics, 1 b, 47 

Marble, lb, 78 

— artificial, b, 366; lb, i2.'>, 1.30, 131 

— cement for, lb, 136 
imitation, b, 349 

— Marezz.o, lb, T.30 

— Moreau, lb, 131 
Marcasite, b, 206 
Marezz.o marble, Ib, 1,30 
Margetl’s cement process, lb, 89 
Marls, lb, 146, 203 

Martiuardl’s porcelain, Ib, 185 
Marten’s instrument, Ib, 12 , 3 ' 

Martin’s theory of decomposing elements 

lb, .3S4 

Matches, I b, 429-432 
_after-glow prevention, lb, 430 

— composition of, lb. 429 431 

— double dip, lb, 430 

— French State, lb, 431 

— ‘buciferr Ib, 429 

— safety, lb, 430, 431, 432 

— statistics, Ib, 431, 432 

— white phosphorus, II.,- 43 ° 
Matliewson furnace, 1 ., 217 
Matura diamond, lb, 334 
Meal, blood, lb, 39 

— castor oil, 1 b, 38 

-- horn, lb, 39 

— rape cake, Ib, 38 
Mechanical burners, b, 213 

— pyrites furnaces, b, 212 
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Mechanical salt cahe furnaces, I., 283, 284, 

365 

Medina cement,’II.; 85 
Mediterranean, composition of, 1., 2^12, 
263 

Medusa, II., up 
Meldntm Koker stoker, 1., 37 
Mercuric bromide, II., 14, 15 

- - chloride, 11., 3, 14' *.‘i. 

- - cyanide, II., 15 

- ethylene diamine sulphate, 11., 15 

- iodide, 11., 15 


Mercury alloys, II., 318 

- cells, 1., 375 

- disinfsctini'propel lies of, 11., 


15 


- mirrors, 11., 2(13 

■ ~ oxycyanide, II., 15 

- . peroxide, II., 7 

- salicylate, II., 15 


— - salts, 11., 14.15 

— vapout lamp, 1., 170; 11., 265, 27.1 
~ /.inc cyanide, 11., 15 
Mesolhorium, II., 385, 387, 388, 393- 

394, 398 

Messersehmitt's process, 1 ., m 
Metal polishes, II., .^20421 
Metallic filament lanip.s, 11 ., 35 i- 3 f '7 
. - salts, germicidal value of, II., 10 
Metalising carbon fiUnueiUs, II,, 354 
Metals, .action of snlpluiric acid on, 1 ., 
249 

— cements for joining to wood, 11., 137 

— molting by surface combustion, 1., hi 
.Methane, properties ol, I , 103 

— tcmpec ture of ignition, I., 45 
Methylamines, 1., 488 

Mexicd, vanadium ores of, II., 376 
Meyer’s tangential chambers, 1., 227 
Mica, II., 285-289 

— - amber, II., 288 
- artificial, 11., 286 

— dark amber, 11., 288 

— ground, II., 286, 2S7, 289 

— literature of, 11., 285 

— manufilcture, 11., 286 

— powder, II., 2.87 • 

— production of, II., 288 

— scrap amber, 11., 289 


- sheet, II., 287 

— silver amber, 11., 288 

— species of, 11., 285 

— uses of, 11., 287 

— value_ of, II., 288, 289 
Micanite, II., 287 
Micrococais urea, 1., 428 
Microsol, II., 14 

Milch superphosphate den, 11 ., 30 


Milk, Pasteurisation of, II., 7 
-glass, 1., 419; II., 270 
Mills, ball, 11., 89, 9.3-94, io<i 
-- Clark’s, 11., 89, 90 

— colour, II., 181 

-- compound, 11., 97, 98 

- • edgt-runner, 11., 204, 205 
-- iiug, II., 99, ifi8, 206 

-. roller, 11 , 93, 95, ph 

- lube, 11., 89, pfi, 97, 107 

- wash, 11., 204 

- wet grinding, II., ihh 
Millstones, 11., 414 

Minargent, II., 349 
Mineral blue, 1., 49.) 

- oiK 1., 25 

- s[)rings, bromine rich, I., 403, 406 

- su[>eriihosph,ate, 11., 31 

- table w.aters, 1., 197, 19S 

- waters, .artificial, 1., 195 200 

-radioactive, 1., 198 

Mirrors, glass, II., 253 

Misch metal, 11., 310, 317, 31S 
Mi.xcdgas, carbon dioxide in. 1., 321 

- manures, 11., .ti, 42 
Mi.xers for slurry, II., 91 
Mixing silos, 11., 99 

slag, II., 84 

Modelling clay, 11., 169-171 
.Mohave desert, 1., 356 
Moisture, estimation of, II., 45 
Molasses, pota.sb from, 1., 338 

- removal of salt from, 11., 60 
Molecularweight and ciystallising caiiacity, 

II., 236 

Molitor ball mill, II., 94 
Molybdenum, II., 355 

- alloys, II., 70 

- filaments, II., 355 
metal, II., 68, 70 

-- molybdate, II., 46 
Molybdic acid solutions, II., 46 
Mona/ite, II., 291, 292, 316, 369 
-- composition of, II., 293 294 

- concentration of, II., 29.1-296 

- dry blowing of, II., 295 

—,prepur.aliou for export, II., 294-296 

- statistics, II., 297, 298 

Mond gas, ammonia from, I., 1341 453' 
461 

-calorific power of, I., 134 

-composition of, 1., 134 

_theory of ammonia formation in, I., 

492 

- producer, I., 121, 129, 130 

I — suction gas producer, I., 135 
I Monochloracetic acid, I., ^8( 
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SUBJECT 

Mdnox, II., 403, 404 I 

Montanin, II., 11 

Montcjiis aw’d, I., 231 

Moor coal, I., 4 

Moorish ware, II., ’157 

Mordants, II., 51, 56, 57 

— uranium, II., 373 

— ~ vanadium, 11., 381 
Mortar, II., 117-iiy 

Moritz chambers, I., 224, 226 ' 

— furnace, I., 213 

Mortar cement, II., 117, 118 

— common, 11,117 i 

Mosser cooler, II., 103 ' 

Mottramite, II., 375, 377 j 

•Moulding cla\, 11 ., 170 i 

— porcelain, II., 187 

Moulds for earthenware, II., 170, 171 i 

Moyer waterproofing proce.ss, 11 ., 118 • 

Muffle furnaces, 1 ., 42 ; II,, 118 

— kiln, II., 11)4 
Multitubular boiler, I., 32 

Muriate of ])Otasb- see Polassium chli»idi 
Muscovite, II., 285, 2S7 


N i 

Naphthol, beta, II., 4 
Naples yellow, II., 165 
Native guano, 11 ., 43 , 

Natrolite, 11 ., 55 I 

Neodymium, colouring jinicelain by, 11 ., 
320 i 

— • use in glass, II., ,20 
■ - oxalate, 11., 301 

-- sulphate, II , 301 I 

Nernst filament, I., 145 

— lamp, 11., 334 

Nesfield triple tablets, II., to , 

Neumann’s phosphorus proiess, 11 ,, 425 
Neutral bricks, 11 ., 233 
Newfoundland asbestos deposits, II., 2S2 
Niagara Falls, I., 371, 3S5, 3S7 ; II., 403 
Nickel alloys, II., 70 

— colouring glass b\, 11., 26q ^ j 

— use in glass making, 11,, 250 

— oxide, 1., 118; II., 105 

— sulphate, catalytic. 1., 240 

Nicol’s spis.sograpli. IF, 124 i 

Nicotine, disinfecting properties of, II., 
19, 20 

— sulphur dip. II., 19-20 
Niedenfiihr-Rohrr.K.nii packing, I., 227, 

229 i 

Nigerian monazite, 11 ., 293 


IXDEX 

Nile sudd, briquetting of, 1 ., 24 
Niobium, II., 341-342 • 

Niton, 1., 19S 
Nitra lamps, II., 365 
Nitragin, II., .40 

Nitr.itcs, absorption by plants, I., 427, 428, 
429 

- ammonium, I., 435-436, 448 ; see also 

Ammonium nilrate 
calcium, 1 ., 434, 435 > 447 

- (ihile deposits, I., 43T 

- estimation of, I , 194 

— for sulphuric acid, I., 210 

— from air, I , 446-447 

— formation of, in soil, I., 427,’42.8, 429, 

434 

- in water, 1., 173 

— Norwegian, I., 441 

- potassium—see J’o/as'.ium nitrate 

- sodium— see Sodium nitrate 
sources of, I., 210 

Nitre cake, 1 ., 438 

- -- disinfecting propeitics of, 11 ., I 2 

- Uses of, 1 ., 35(1 

- pots, 1., 220, 234 

Nitric acid, I,, 437-4.31 

- absorption towers, 1., 447 
disinfecting [iropcrties, II., 11 

- from air, 1., 427, 441 449 

■ - from ammonia, 1., 435, 448 449 
from Chile saltpetre, I., 437 
■ in sulphurit acid chambers, I., 225, 
-M 3 . 234 

m water, 1., 159, 160 
-- jiropcrties of, I., 449-450 

- specific gravity of, 1., 450 

st,atistics, 1., 451 

-stills, I., 438, 439, 440 

-Valeiitincr's process, I., 440 

— ■ oxide, formation of, 1'., 441, 442, 

44 f>. 447 

— - heat of formation, 1, 442 

-- - properties of, 1., 103 ■ • 

Nitrides, aluminium, 1 ., 473 474 

-ammonia from, 1., 473 474 

Nitrificatiem, 1 ., 429 

Nitrifying bacteri.a, I., 427, 428, 429 
Nitrites, 1 ., 447-448 

absorption by plants, 1,, 427, 42.8, 429 
bacteria, 1., 429 

— estimation in water, I., r94 

— sodium, I., 436; see also Sodium 

nitrite 

Nitrocake, I., 234 
Nitrogen, 1 ., 83, 107, 108 

— absorption by bauxite, I., 473, 474 
-by calcium carbide, I., 477 




SUBJECT INDEX 


463 


Nitrogen, -absorption by plants, I., 427, 
428, 429 

-from atmosphere, 1., 427 

— animal life and, I., 427, 428 

-- assimilation of, I., 427, 428, 429 

— boiling point of, I., 112 
-- circulation of, I., 427, 428 

— Claude plant for, I., 96, g8 
conditions for uniting with oxygen, I., 

441, 442 

— cqpper process for, 1., 107 

— direct unions of, 1., tOcS, 469 

— estimation of, I., 193 ; If, 45 

— fixation of, I., 427, 428, 429, 441-447 ; 

11., 327 

— from air, I., 91 
Hildchrandt’s jirocess for, I., 99 

-■ in coal, I., 453 

— lamps, n., 364-365 

— Linde plant for, I., 94, 95, 96 

- production of, I., 61, g.p 107, 471, 479 

— properties of, L, 105, 107 
quantity in atmosphere, I., 441 

- uses of, I, io,S 
bacteria, I., 427, 428, 429 

- use a.s manure, II., 30 
• - moii'ixide, I., 496 

-- oxides, disinfecting properties of, IL, 11 

-electiical formation of, 1., 427, 441- 

447 

— ill chamber process. 1., 222-225, | 

23.3. 234 

--- — in sulphuric ai id, 1., 251, 235 
jieroxide, 1., .146, 4.; 7 
Nitrogenous manures, 11 , 36 40 
Nitroguanidinc, 1 ., 480 | 

— limc( I., ,175; II., 42, 411 ; see also 

Calcium cyanamidc 

-analysis of, 11,, 38 

-use .as-mamire, 11,, 37, 38 

Nilro-phasphatc, !!,, 42 
Nitrosococcus, I , .^29 
Nitrosomonasi 1 ,, 429 
Nitrosyl sulphuric acid, 1 „ 223, 224 
Nitrous acid, decomposition of urea by, 

1., 428, 429 

— •— in water, 1„ 159, lOo 

— — manufacture, I,, .49(1 

— oxide, I,, I .3, 4.44, 496 

-pro|/crtics, 1,, 496 

Non coking coal, I„ 5 
Non-slip stone, Tl., 129 
Northwich salt beds, L, 262 
-parrs, 1., 26‘5, 266 

Norway, water power of, I., 441, 475 
Norwegian saltpetre, 1 ., 435, 447 
Nut briquettes, I., 24 


0 

O’litien furnace, l.,,2i3 
Ocean, composition of, I., 262 
Ochre, II., 164 

Oddo cyanamide factory, I., 475, 476, 
477 

Ohio bromine mineral springs, L, 403, 406 
Ohm’s law, I., 368 
Oil, filtration of, I, r 74 

— in water, I, 174 
j — mineral, I., 25 

— separation from boiler water, I., 174, 

175- 179 

Oil fuels, I., 25 

-advantages of, L, 26 

-cost of, I., 27 

— furnaces, 1., 42 
i — sluiles, II., 148 

j — of eucalyptus, 11., 5 

— of vitriol, I., 24<S : see Sulphuric acid 
-- dug, II., 405 

Oleic .acid, 1 ., 118 
Ohvene, 11 ., 63 
Oi).al, II., 63 

— glass, II., 2C9 

Op.a(iue glas.s, II., 250, 251, 2119, 270 
Oiien mixers, II., 205, 206 

— roasting furnace, 1., 291, 292 
Opl process, I., 224, 234, 239 
Optical glass, 11 ., 263-264, 320 

— pyrometers, 1., 67, 6.S, 69, 70, 71, 73 
Oriental amethysts, 11,63 
Orthoclase, II., 161 

Osmi lamp, 11 ., 355 
Osmic acid, il., 11 
Osmium, catalytic, I., 471 

— filaments, II., 355, 366 

Ostwald nitric acid iirocess, 1 ., 435, 448 
449, 4.So 

Otto oven, I., 52, 53 

— ozone system, 1., 147, 151, 152 
Otto-Hilgenstock ammonia recovery pro 

cess, 1.. 463 

— oven, I., 54 

Outhenin-Chalandre cell, I., 371 
Ovens, e.arthenware, IL, 175-177 

— nriprovcments in, 11 ., iSi 

— pottery, 11 .. 175177 
Overburden, IL, 203 
Overglazc colours, IL, 189 

— decoration, li., 1 .So 

“ Ovoid’■ briquettes, I., 24 
Owen’s gl.a.ss bottle m.aehine, 11 ., 257 

— lake, L, 287 

Oxalates, ..ydrogen from, L, 114 
O.xalicacid, IL, 119 
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Oxalic acid, use as polish, II., 42* 
Oxidation, catalytic, 1 ., 44ft, 449 
Oxidising agents, I., 421-426 

— disinfectants, IL, 6 
Oxonc, 1 ., 421 

0\y-acetylcne flame, I., 105, 117 
Oxychloride, 11 ., 9 
Oxy-hydrogen flame, I., 117 
Oxygen, amount necessary to life, 1 ., 
192 

— .available, I., 421, 424 

— Hrinn jirocess, 1., 105 

~ - Olaude plant for, I., 96, 97, 98 

— consumption value for water, 1., 160 

— determination of dissolved, 1., 194 

— electrolytic, 1., 105 

— Hildebrandt's process, 1., 9<) 

— Jaubert iirocess, 1 ., 105 

— Linde plant, 1 ., 92, 96 

— manufaetuie, 1., 83 

— production from air, 1, 91 
-from electrolysis, 1., 370 

— — from Linde plant, 1 ., 92 

— properties of, I., 103, 105 

— statistics of, L, 106 

— uses of, 1., 105 

Oxygen consumption value, L, 194 
Oxylitb, L, 421 
O/onair system, I., 150 

— water treatment, 1., 15-, 154 
Ozone, 1 ., 145 d sei/. 

— air purification by, L, 151 

— applic,ations of, L, 151 

— bleaching by, I., 154 

— detection of, 1 , i =;c 

— disinfecting properties of, IL, 5, 6 

— estimation of, I., 150 

— formation of, 1, 145, 146 

— properties of, 1., 103, 145 

— sterilisation of water by, 1., 169 

— water purification by, 1., 151, 16.S, 169 

— use in fermentation industry, 1., 154 
Ozonic ether, 11,7 

Ozonides, IL, 6 


P 

Packing for towers, 1 ., 227, 229, 230, 231 

Paint for iron-work, II., 404 

Pan-boilers, I., 39 

Pan-scale, 1 ., 268 

Pans, iron, I., 281 

Pancreatine, II., 7 

Pankermite, L, 555 

Paper sizing, II., 57 

Paperstock asbestos, II., 283 


Paraffin, use as a polish, IL, 420, 421 
Paraform, II., 6 
Paraformaldehyde, IL, 6 
Parian cement, IL, 117 
- porcelain, IL, 154 

— ware, IL, 186 

Paris, pla.ster of, 11 ., 113-117 

— blue, L, 491 
Parker’s cement, 11 , 85 

; Parrot coals, I., 6 
' P.artinium, IL, 349, 352 
i Partition blocks, hollow, 11 ., 227 
I Passnw's slag cement, 11 ., 84 
I Paste, 11 ., 65, 265, 366 
I Patent fuel, 1., 21 


! — pl.ate gla.s.s, IL, 261 
j Patronite, IL, 375, 376 
i Pauling electrical furnace, 1 ., 443, 444 
! Paving blocks, IL, 197-198 
I - stones, IL, 129, 130, 131 
i - tiles, IL, 225 
j Pearls, 11 ., 63 
I - artificial, IL, 65 
' Peas, nitrogen fixation by, I., 428 
: Peat, 1 .. 3 

I - ammonia from, I., 454, 461 
-- bactcri.sed, I., 434 

- - nitrogen in, 1., 454 

i — temperature of ignition, 1., 41 

- u.se as fuel, I.. 3 
Pc.at charcoal, 1 ., iS 

- gas, 1., 4 
Peaty acids, 1 ., 173 
Pegmatite, 11 ., 161, 285 
Pens, tantalum, IL, 311 
Pepsin, lb, 7 
Peracids, 1 ., 424-425 
Perborates, I., 357, 425, 426 

— ammonium, 1., 426 

— disinfecting properties of.-IL, 7 

— sodium, L, 425, 426 
Perborax, 1 ., 425 
Perboric acid, L, 425 
Perborin, 1 ., 426 

Perearbonates, disinfecting properties of, 
• 11 ..; 


— potassium, 1., 426 

— sodium, I., 426 
Percarbonic acid, L, 42,6 
Perchlorates, L, 58S-389 

— analysis of, 1., 389 
Perhydrol, I., 4^3 i H-. 7 

— water purification by, I., 167 
Peridot, IL, 63 

Perin’s instrument, IL, 123 
Period, radio-active, II., 3S6 
Permanent hardness, I., 172 
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I’criiianf^anaU;^, disiiiffi'ting \iroperties of, 

11 ., ' 7 

-- removal from water, 11., Oi 

— sterili.sation of, 1 ., 1.S2 

— water purilicalion by, 1., 167 
I’ermonosulphurii .n id, b, 423, 4^4 
I’ermutilc, 1., 176-1,S3; 11., 59, 60, 61 

— sodium, II., 60 
I'eroxide, hydrogen, 11., 7 
Peroxide.s, 1., 421 424 

- disinfecting property of, 11,7 
~ nature of, 1., 421 

1 ‘croxol, 11,7 
IVrsol, I., 426 

rersiilphatc, ammonium, 1., 424 425 
jjotassium, 1., 423 

IVrsLilph.ates, disinlert.ng properties of, 

11., 7 

I’ersulphuric acids, I , 42 | 
rent, niliatc beds o(, I , .431 

- \anailium de|)osits of, II., 37(1 
I’eriivian gii.'tiios, II., 42 

I’estlo .and niorl.ns, II , 415 
I’etersen s tower [uoeess foi sulplniiie 
,ieid, I., 239 

I’etioleuin, < riiienls insoluble in, II , 137 
hydrogen fioin, I , 115 
P' Iroleum ellua’, use .as lubiii ani, 1.. Sp 

- oils, walei esapoialivv power. 1., .|5 
Pettigrew's fnin.ree. 11 ., 406, 407 
Phai.aoh's .seipcaifs, 11 ., Of) 

Phenol, gerinii idal value of, II., 1-3 

- in dips, 11., 20 

- in gas iKpi'ii, 1 , 456 

- use as disiufeet.iut, 11,4 
Phenyl saner late, II., 5 
Phlogopite, 11 ., .'.'45, 

- - uses of 2(S7 
I’hospha'e glasses, 11 .. 231 

- rock, 1.', 2 32 

jilant, i 1 , 2,S 

Phosph.ites, irushing of, 11 , 

-- deposits ul, 11 ., 2 I 23 

- - ebtiuuitioM of, 11., 43 

- - iodiire from, I., 41 1 
-- natural, 11 , 21 23 
Phosphati< manures, i I , 21 33 
Phuspho nitrogenous inanuics, II , 33-3(1 
Phos])hoiesr nt .substanees, 1 , 332 
Phosphorel'ed hydiogen, 11 ., 401) 
Phosplioric .leid, 1 .. 160 ; 11 ., 31. 32 

- removal from thorium, 11., 300 

-use in glass making, 11 , 250 

Phosphorus, 11 ., 423-427 

- allotropic modifications of, II., 426 

- amorpJious, II., ,(26 

- black, II., 426 

voi.. II.- -30, 


I Phosphorus, lSologn,i, 1 ., 352 
I — condensation of, II., 425 
! - Harding’s proce.ss for, 11 ., 425 

- Hittorf’s black, 11 ., 426, 431 
[oudrain’s process for, H., 426 

- Neumann’s process for, 11 ., 423 

— occurrence. II., 423 

i — old process for, II., 423 
j — production in matches, II., 430 
jiroperties of, 11., 426 
I pyromorphii, II., .426 
j — Readman P.tiker puxess foi, II , 424 
: -- red, II., 426, 430, 431 

i - sfiulet, 11 , .426, 427, 431 
' - - uses ol, 11., 427 

— violet, II., 426 

-- while, IP, 426, 429, 430 
I Phosiihorus hydrides, li., 431 

' — suliihidi"., 11 , 431 
j Pholographic glass, 11 ., 2(13 
' Photograiihy. use of (eiuun in, II , 320 
I - - uranumi nitrate, lb, 373 

I —-■ vanadium salts, II , 3.'^! 

, Photometric pyioiuelers, b, 69 
! Pn ro-ihnenile, 1 b, 324 
J Pielures, restoring of, I , 123 
[ Pigments, /iieoniuiii. II . 335 
! Pine wood, ignition leiiipr-ratuie, b. 4.1 
j Pink glass, lb, 269 
: — o\cigla/e, lb, iSi) 

! I’innoite, I , 329, 331, 335 
i Pi[ie(lay, II . 147 
i Pipes, hurner, I , 220 
; - drain, II , 19'J 
j PiU h, use as a liindei, b, 21, 22 
Pitch ram er, b, 2 4 

- < ual, b, .4 

- id<-er, I , 24 

I I’lLi'hblende, lb, 369, 370. 371 

i — eslraclion ol ladiuni Iroiii, lb, 390 

i — minis, lb, 3(19 

' Placing ovens, 11 ., 175 

: Panel glass, 11 ., 253 

1 Plants, ahsoriilion of nitiogui by, b, 427, 

i .t 2 S, 429 
1 - foods lor, lb, 2 I 

Plaster remeiU.s, lb, fl(', 113 *' ;i ’ bl° 
Piaster of Parrs, I., 347 : II , 1 13-11 7 
_ — action of ghii' on, lb, 116 
— - analysis ol, I , 3 I 

_hardening hy gum arubic. If., 

116 

-- — —propel ties of, lb, 116 

-. -_theory ol .setting, lb, 116 

-- - uses of, b, 349; lb, 162 

Plasters, calcium, II , 113 

- flooring, Ib, 113, ii6‘ 



466 


SUBJECT INDEX 


Plasters,'grinding, 11 ., 115 , ' 

— hard finish, 1-, 34 ^ ; H ’ ” 3 ’ 

— hardening'of, H-, 116 • 

— setting of, 1 -, 347 i 34 ^ 

— tensile strength of, 1 ., 34 " 

_ wall, I., 349 ^ , 

Plastic bricks, jilant for, II., 99 > 209 
Plasticity of clays, 11 ., 142. >09 
Plate glass, 11 ., 242, 2431 25 * 

_figured, 11., 261 

_manufacture, 11., 260, 261 

-recipe for, 11., 253 

_making machines, 11 ., 172 

— powders, 11 ., 4 * 9 > 42 ° 

Platinised asbestos, 1 ., 242 
Platinoid, 11 ., 349 ) 352 
Platinum, catalytic, 1 ., 240, 241, 245, 44 >) 

_ cdouring pottery with, II., if )5 

— oxidation of ammonia by, I., 449 

— price of, 1., 233 

-1. resistance pyrometers, 1., 97 

— sulphate, use as catalyst, I., 245 
Plumber’s cement, 11 ., '37 
Plunger pumps, 1 ., 233 

Pointed enamel, II., 278 
Poisons, catalytic, 1 ., 240, 241 
in water, 1., 192 
Polarisation voltages, 1 ., 300 
Polishes, 11 ., 4 * 4 ) 420-42* 

Polishing, 11 ., 4 * 3 , 4*4 

— materials, 11., *28, 403, 4 * 3 - 42 * 

_mechanical methods ol, 11., 42* 

— powders, 1 1 ., 4*9 

— steel, 11 ., 4*3 

Polonium, 11 ., 3 ^*^, ; 88 ) 39 *, 392 
Polyhalite, 1 ., 329 
Polyoxides, 1 ., 42* 

Polysius tube milt, 11 ,.97 
Polysulphides, ammonium, I., 494 , 495 

— disinfecting proiierties of, H., *3 
Pondermite, 1 ., 35 ^, 357 
Ponsard’s furnace, 1 ., 44 
Porcelain, 11 ., 183190 

— Beleck, 11 ., 186 

— bodies, II., * 34 , * 3 f’ 

_ casting, II., 187 ,,,,11 

— cement for joining metal to, 11., *37 

Chinese, 11 ., *89 

— clays for, II., *45 

— colouring by neodymium, II., 3*0 
_— by praseodymium, 11 ., 32° 

_by titanium, II., 320, 328 

__by tungstic oxide, II.. 349 

_by uranium, 11 ., 373 

— decoration of, H., * 38 ?' *^9 

— definiti.qn of, 11., * 53 


Porcelain, electrical, H., *85 

— glassy, II., *85, * 3 ? < 

— glazing of, Jl., 187, *88 

— hard, 11., *84, *37 

— Japanese, II., *86 
manufacture of, H-, 186-190 

— moulding, 11., *87 

_raw materials for, 11., *83 

— throwing, H., *87 . ,i. i 

Porous cells, composition of walls, 1 ., 369 , 

_ v«sels, manufacture of, 1 ., 4*9 
Porpora glass, colour of, 11 ., 267, 2 
Portland cement, lb, 87-112 

_adulteration of, lb, * * * 

_ —analysis, lb. 109, 1*9 *25 

__ clay for, lb, 145 

_composition ol, lb, to.S-m 

_constituents of, lb, 125 

__expansion test for, lb, 124 

_natural, lb, 78, 86 

_properties of, lb, 112 

_setting of, lb, no, ***' '24 

— — specifications of, lb, 108 
Possoz-Boissiere process for cyanides, b, 

490 

Pot, glass-maker's, lb, 232 

Pot-metal colourittg ol glass, 1 . 1 -, 267 
Potash, consumption of, in agriculture, lb, 

40 

— estimation of, lb, 46 

- in enamels, lb, 278 

— in glaze, lb, 162 
_ in wood, b, 338 
_■ manures, lb, 40 

— mica, lb, 285 

— water, b. 198 . 

Potassium, estimation ol, 1 *., 46 

afum,U., 55 , 56 I mjunous amounts 
in water, I., 192 

- auro-cyanidc, b, 483 

- bicarbonate, 1 ., 339 • ■ 

- bichromate, b, 339 i I*- 269 
-- bromate, I., 40** 

_hrouiide, b, 466 

_ ^Lnate, conversion into amnion.um , 
carbonate, lb, 61 

_in glass making, lb, 247^^ 253 

_manufacture, 1 ., 337 , 338 , 339 - 

_ chlorate, b, 385, 386, 387, 333 

_ conversion into ammonium chlorate, 

_current for production of, 1.,.388 

- — electrolytic,!., 386, 387, 388 

_— formation of, b, 388 

_solubility of, b, 386 

_statistics of, b, 3 ^° 
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Potassium? use in glass making, 11 ., 24''1 

-use as mafiurp, II., 41 

— chloride, 1., 335, 336 

-electrolysis of, 1., 386, 387 

-from carnallite, I., 332 

-insolubility in caustic alkalis, 1., 



— - • manurial value of, II., 41 

— ..statistics, I., 332, 333 

— chromate, 1., 339 

— chrome alum, 11., 5b 

— cyanate, 1., 484, 485 

— cyanide, 1., 483 

— — Beilby’s irrocess for, 1 ., 485 

-- disinfecting properties of, 11., 11 

— • front atm()S])herie nitrogen, 1 ., 490 
-from potassium ferrocyanide, I., 

484-485 

-from sulphocyanide, 1., 487, 488 

-price of, 1., 484 

— — Siepermann’s process for, I., 485 
-statistics, 1., 483, 484 

— fcrricyanide, I., 493 

— ferrocyanide, 1., 483, 4S4, 485, 491- 

493. 494 

— fluorides, 1., 416 

■ - fluotantalatc, 11., 339 

— fluoxy-niobate, 11., 339, 34 * 
-hydroxide, concentiation of, 1., 378 

379 . r .. 

-disinfecting properties ol, It., 13 

— iodide, 1., 411, 412 

— metasulphite, 1., 256 

— nitrate, I , 433 434 

-decomposition of, in soil, I., 429 

— — formatmn in soil, 1., 429, 434 
-in glass, II., 24.S, 253 

— — manufacture of, 1., 433, 434 

— — manure', 11., 41 

— .— ])roperties of, 1., 434 

-solubilily of, 1., 434 

-uses of, I., 434 

— percarbonate, 1., 426 

— perchlorate, 1., 389; 11., 61, 248 

— permanganate, 11., 7 * 

-germicidal value of, 11., 3 

— persulphate, 1., a25 

— - phosphate, li., 41 

— salts,-1., 335 340 

-—in wool washing, 1., 184, 185 

—,— manufacture, 1., 264 

-manures, II,, 40-41 

_removal from water, II., 60 

— silicate, use as manure, H., 4 * 

— silico-fluoride, 1 ., 415- 4 i 6 . 

— superphosphate, II., 42 


Potassium sulphate, 1 ., 337 

-statistics, 1., 332, 333 

-use as manure, II., 41 • 

— sulphide, fungicide,- II., 18 

— - statistics, 1., 289 

— sulphocyanide, 1., 487, 488, 495 

— titanium oxalate, 11., 327 

— tri iodide, I., 411 
Potter’s wheel, II., 169 
Pottery, 11 ., 151-155 

— classification of, 11., 152 
colouring by vanadium, 11., 381 

- furnaces, 1., 42 ; II., 177 
improvements in, 11., 155 
properties of, II., 154 

- varieties of, II., 154 
Pouilly cement, II., 86 
Powder, light, 11 ., 404 

Power-C.as Corporation, I., 121, 130, 

1 ^ 

I Power, water, 1 ., 368 
Praseo-dymium, colouring porcelain by, 

I 11., 320 

i ■ ■ in glass, 11., 320 

— oxalate, II., 301 

- sulphate, II., 301 
Precht's process, I., 338 

' Precious stones, II., 63 65 
I Precipitate process for effluents, 1 ., 185 
! Precipitated jihosphatc, II., 28 
I Press, hydraulic, for filament.s, II., 359 
; - - for earthenware, 11., 171 
! Pressed glass, 11 ., 242, 261 
I Pressure, effect on chemical action, 1 ., 

i 364 

! — filters, I., 46G 
Primary air supply, I,, 31 
Printing table, 11 ., 180 
Producer, central blast, I., 130 

— circumferential grate, 1., 129 

— diagonal grate, 1., 129 
— Kerpeley, I., 130, 132 
— Mond, I., 129, 130 

■ - Talbot’s, 1 ., 130, 131 
— I'aylor, 1., 130 
’ - types of, I., 129 

•— gaa* 1., 119 

-advantages of, I., 131 

I — —ammonia from, I., 454, 4f'2 

— - - calorific power of, 1 , 128 

.... — composition of, 1., 123, 127, 128 

-odorising of, 1., 133 

-uses of, I., 129, 255 

Projectiles, tungsten in, II., 349 
Propane, 1 ., 103 

Propionic acid, disinfecting properties, 

1 I-, 5 
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Protargol, II., i6 
Protectyl, II., 15 
Proteid amnlonia, I,, i 6(5 
Proteolytic bacteria; I., 427 
Prussian blue, I., 493-494 ; II, 53 

-soluble, I., 494 

Prussiate manufacture, 1 ., 491-493 

— recovery, 1., 492 493 
Ptyalin, II., 7 
Pucherite, II., 375 
Puddling clay, II., 147 

Pug mills, II., 99, 160, 206, 208 
Pumice, II., 414, 420 
Pumps, acid, I., 231-233, 27S 
-for comprc.ssing chlorine, I., 381, 

382, 383 

-vacuum, II., 353 

Purple of Cassius, II., 61, 109 
Purification of sulphuric acid, I., 235 
Putrescibility of water, determination of, 
I., 194 

Puzzuolana cement, II., S3, 85 

Pyriat, 11 ., ii 

Pyridine, 1 ., 456 

Pyrites, analysis of, I., 210, 211 

— burner gas, I., 214, 221 

— burnt, I., 214 

— copper, 1., 206, 217 

— furnaces, I., 213 

— in fire-clays, 11., 230 

— iron, I., 214 

— kilns, I., 211 il s((/. 

— spent oxide from, 1., 213 
Pyrogallic acid, germicidal value, 11 ., 

3 . 4 

J’yrogallol—see Tyrogallic acid 
Pyrolusitc, I., 360 
Pyrometers, 1 ., ? 5 - 73 ; 177 

— absorption, ]., 67 

— cements for, 11., 136 

— Cornu-Chatelier, 1 ., 69 

— Fery radiation, I., 69, 70, 71, 73 

— Fe."> spiral, 1 ., 71 

— Krupp’s, I., 75 

— optical, 1., 67, 68, 69, 70, 71, 73 

— ))botometric, I., 69 

— platinum resistance, 1., 67 • 

— Siemens water, I., 75 

— thermo-electric, 1., 67, 68 

— Wanner, I., 69 
Pyrometric heating effect, 1 , 11 
Pyrometry, I., 65 et seij. 

Pyrope, II., 63 

Pyrophoric alloys, II., 316-31S, 327 
Pyroscopes, I., 72, 73, 74, 75 
Pyroscopy, L, 65 “ 

Pyros’glphurig acid, I., 247 


I’yrotechny, I., 354 
Pyrozone, II., 7 
Pyrrhottite, 1 .; 206 


Q 

Quartz, II., 63, 184 
Quartz glass, II., 270-274 
Quartzite, Kindling, 11 ., 232 
-- packing, I., 231 
Quicklime, 11 , 78 

— disinfecting properties, II., 13 

— use as manure, 11., 41 

Quicksilver process of electrolysis, I., 
374-375 

Quinol, disinfecting properties,. 11 ., 4 


R 

R.U.V. steriliser, L, 171, 172 
Rabe process, I., 245 
Radiations, radio-active, II., 385 
Radio actinium, 11 ., 387 
R.idio-arlive elements, 11 ., 383-39.S 


— 

average life of, 11., 

386 

cf, 11., 

. 

disintegration constant 

3<S6 



11., 386, 


disintegration series of, 


ecjuilihrium of, 11., 

387 

,388 

— 

half-value period 

of. 

11., 386, 

• 387 





-— literature, 11., 383 

-medicinal uses of, 11., 396-397 

-prices, II., 397-398 

— --ladialion of, II., 384 

-similarity to other elements, II., 

387 

— -technically im|)ortant,'l]., 388 

-testing, 11., 395, 396. 

-waters, 1., 158, 198 

Radio-elements —see Radio-active dements 
Radio-lead, 11 ., 391, 392 , 

Radio-thorium, 11., 387, 388, 394, 395, 

398 

Radium, II., 384, 386, 388, 389, 390, 
.391. 397 . 398 

— cost of manufacture, II., 397-398 

— luminous preparations of, 11,’, 397 ^ 

— C, II., 385 

— U, II., 388 

— bromide, II., 391, 398 
—- carbonate, 390, 391 

— chlorids, II., 390. 39 b 397 . 398 

— Institute, II., 389 ^ e- 
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Radium sulphate, II., 390, 391 
Rags, use as manure, II., 39 
Rails, testing joints of, II.» 72-75 

— welding by, II., 72 

Rain water, I., 157, 158, 159 
Ram pumps, 11 ., 89 

Ramie fibre, use in incandescent mantles, 
II., 304-305 

Rancidity, removal from oil, 422 
Ransome’s artificial .stone, 11 ., 134 
Rape cakes, 11 ., 38 
Rape seed meal, II., 38 
•Rare earth oxalates, 11 ., 301 

— — sulphates, 11., 301 

Raschen cyanide process, 1 ., 487, 488, 
4 y 5 

Rathenau furnace, IT., 408 
Raw cement Hour, II., 98 
—: — mc,al, 11., 98 
Kays, a, II., 385 

— ji, II., 385 , see Btia rays 

— 7 . 

— X—see 

Reaction towers, I., 230 
Readman l’arker phosphorus process, II., 
424 

Receivers, hydrochloric acid, 1 ., 276, 
277 

Recovered sulphur, 1 , .204 
Recuperators, 1 ., 30, 34, 43, 44 
Red bricks, II., 202 

— burning clays, 11., 1.47, ifio 

— fire, 1., 354 

— glass, II., 2 (j9 

— lead, as flux, II., 163 

-in enamels, 11., 279 

--in glass, 11„ 249, 250 

— overglazd, II., 189 

— Iihospliorus, II., 426, 427 

— plague, I., 168 
Reducing agents, II., 327, 391 
Refractory bricks, 11 ., 200 

— clays,-I I.■, 147 

— materials, 1., 58; II., 163, 229-234, 

333/403. 405. 4 pfi 

Refrigerating absorption marhirves, I., 81 

— compression, I., 77 

— machines, 1., 77 et saj. 

— mixture, caihenic acid snow, T., 144 
Regenerators, I., 30, 34, 43 . 541 U., 

255 

Reichardite, I., 329 
Reinforced concrete, II., n8 

— glass,' II., 26! 

Reisert iron removing filter, I., 180, 181 

— rapid filter, I., 162 

— water-softening patent, I.,* 178 
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Resorcin, disinfecting properties of, II., 
34 

Retarders of setting of (rlastfr, II., 16 
Retort furnaces, I., 43, 43 
Retorts, gas, 11 ., 231 

— graphite, II, 405 
- lutes, II., 135 

Reverberating furnaces, 1 ., 39, 40 
Revolving black ash furnace, I., 292 
Rhenania furnace, 1 ., 215, 216, 218 
Rhodin cell, I., 375 
Rjukan falls, 1 ., 441 
Rice-hulling, 11 ., 403 
Riddled guano, II., 42 
Rideal-Walker carl.olic acid coefficient 
11.. 1 - 3 . 

King roll mills, II., 25 
River water, 1 ., 158 
Robbia ware, II., 157 
Robinson washer, 1 ., 13 
Rock crushers, II., 24 

— crystal, II., 63 

— salt, I., 2O2, 263, 330 
Roland U'ild calorimeter, I., 9 
Roller mills, II., 26, 93, 95, 96 
Rolls, toothed hedgehog, 11 ., 92 
Roman alum, II., 55 

Roman cement, II., S5-86 
Rongalite cone., I., 2O0 
Roscoelite, 11 ., 375, 376 
Rosendale Portland cement, II., 86, 87 
Rosenhain calorimeter, 1 ., 9 
Rotary crusher, 11 ., 86, 92 
Rotary kiln, II., 80, 99-103 

-fuel re<iuirements, II., 103 

-plaster, 11., 114-115 

— weigher, II., 108 
Rotation of crojis, 1 ., 42S 
Rottenstone, II., 420 
Room, disinfection of, II., 12 
Rouge, 11 ., 164, 414, 419-420 
Rouge flambe, 11 ., 164, t90 
Roulette mill, II., 96, 97 

Rowart’s sheet glass machine, II., 259 
Royle’s gravity filler, I., 164 

— pressure filter, I., 165, 166 
Rubbers (bricks), II., 147 
Ruby, artificial, II., 52, 64 

— Balas, II., 63 

— natural, II., 63, 64 

— reconstituted, 11., 64 

— thermite slag, II., 75 
Rudersdorf kiln, II., 80 
Ruggles-Coles drier, 11 ., 83 
Rumford k'’n, II., 80 
Rupert’s drops, II., 243, 246 
Russian asbestos, II., 282 
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Rust, prevention of, I., 172, 173 

— joint cement, II., 119, 136 

— removers„ll., 420 . . 
Ruthenium, catalytic, ]., 471 
Rutile, II., 320, 323, 324, 328 


s 

Saccharin, antiseptic properties, 11 ., 6 

Sachsenberg sulphur burner, I., 219, 254 

Sack fillers, II., 108 

Sackur’s glass, 11 ., 265 

Safflowers, rouge from, 11 ,, 420 

Sage plaster cement, II., 86 

Sagger clay.s, II., 147 

Saggers, II., 176, 177 

Saint Gobin glass, 11 ., 242 

— Joachimsthal mines, 11 ., 3S9 

Sal ammoniac, I., 466; see Amiiiflni/im 
chloride 

Salicylic acid, disinfi'cting properties of, , 
1 I-. 5 ' ! 

Salol, II., s I 

Salophen, II., 5 : 

Salt, 1 ., 261-273 

— antiseptic properties of, II., 1 | 

— bay, 1., 268 ' 

— by freezing, 1., 265 

— common, 1., 268 

— composition of, I., 26S 

— crystallisation of, 1., 26.8 ' 

— drying of, 1., 266, 267, 26K 

— electrolysis of, 1., 369. 370, 38S, 396 1 

402 I 

— fine grained, I., 267 | 

— fishing, I., 268 1 

— from rock salt by fusion, I., 271 I 

— from sea water, 1., 264 i 

— fuel consumption in production of, 1., ' 

270, 271 

— glaze, 11., 162, 195 

— grain of, 1., 268, 270 

— hopper) I., 268 

— insoluble in caustic alkali liquors, I, ; 

. 37 «. 379 1 

— licks, 1., 268 ^ I 

— limits in water for fish life, I., 192 | 

— lump, I., 267 I 

— melting point, I., 285 j 

— occurrence of, 1., 261 

— pans, I., 265, 266 j 

— prices, I., 272, 273 

— properties of, 1., 271, 272 

— rock, I., 263 

— saturated solutions of, 1., 304 i 

— solar, I., 264 , 1 


Salt, solubility in water, I., 3'oi. 

— specific gravity of solutions of, I., 272 

— statistics, I„ 272 ’ • 

— table, 1., 268 

— tax, I., 273 

— use in glass making, II., 247 

— use as glaze, II., 162, 195 

— use as manure, II., 41 

— vacuum evaporators for, 1., 269 
Salt cake process, I., 275, 281, 289 

— — properties, I., 285 

Saltpetre, Chile: see Chile ^aHpetre, 
Sodium nitrate 

— plantations, 1., 434 

— superphosphate, 11., 42 
Salufer, II., 11 

Samarskitc, II., 291, 337, 33.S 
Sand, II., 163, 414 

— definition of, II., 144 

— for lime-sand bricks, 11., 223 

— in clay, 11.. 144 

— in glass, 11., 253 

— removal from iron {-asiings and graphite, 

J-. 4>7 

- use as abrasive, 11., 419, 421 
Sand blast, 11 ., 262 

— cement, II., 113 

— filtration, 1., 10 
S.md-linie bricks, IT,, 201 
Sand moulding, II., 206 

- paper, II., 417, 418, 411) 

- scale, I., 26.8 
■ ■ seal, II., 274 

Sand’s silica glass proce.ss, II., 273 
.Sandarac, II,, 252, 421 
Sandstone, millstones of, II., 414-115 

— use as abrasive, II., 419 
Sang de Breuf, II., 164 
Sanitaryware, II., 157, 193, 194 

-enamelled, II., 276-277 

.Sanit.as, 1 ., 423 ; 11 ., 5, 6 
Santorin earth, II., 82, 83 
Sapphires, artificial, II., 52, 63, 64, 65 
S.atinite, I., 345 

Saturators for ammonium sulphate, 1 ., 
• 45^*»459 

Savelsberg furnace, I., 216 
Scab destroyers, II., 19 
Scagliola, II., 130 
Scale, 1 ., 268, 347 

— ammonia soda, I., 307 

- ammonia stills, I., 316 

— boiler, 1., 172, 173, 174 
prevention of, I., 175-176 

— salt pan, 1., 26S 

Schaeffer-Budenberg’s pyrometer, I., 65 
Scheelite, II., 343, 344 
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Schenk’s’scarlet phosphorus, II., 427 
Scherfenberg furnace, L, 213 
Schlempe, anitrlonia from, ’I., 454 

— cyanide from, I., 488-489 
Schlempekohle, 1 ., 338, 48S 
Schlbsing’s process, I., 303 
Schlutius’ process, I., 471 
Schmatolla’s kiln, II., 80 
Schneider kiln, II., 105 
Schonherr furnace, I., 44 .') 

Schonitc, I., 329, 330, 337 
.Schofer kiln, 11 ., 79 
Scholefield brick machine, 11 ., 210 
Schoop’s electrolytic bleaching cell, 1 ., 

401, 402 

Schreili’s carboniser, 1 ., 307 
Schroeder grille process, I., 245 

— red phosphorus, 11., 426 
Schuchtermann-Kremer jig, 1 ., 15 
Schiickert electrolytic bleaching cell, 1 ., 

396, 400, 401 

Sc.hiitze automatic elevator, 1 ., 231, 232 

Schwartz process, 11 ., 224 

Schwerin electrical purification ol clay, 

II-, 143 

Scoop-wheel, 11 ., 89 
Scott's cement, 11 ., 83 

— electrii-al furnace, I., 4 .K' 
selenitic cement, II., S3 

Scouring, solvent, 1 ., 185 
Scrap mica, 11 ., 289 
Screen separators, 11 ., 28 
Screw press, 11 ., 35, 172, 173 
Sea salt, 1 ., 262 

— — manufacture of, 1., 264, 263 

Sea watei, action on cement, 11 ., m 
ll2 

--composition of, 1., 262, 26.4 

-use in boiler, 1., 174 

-use as manure, 11., 43 

Sea wedd, iodine in, 1 ., 407, 408 
Secondary air furnace, 1 .. 32, 43 
Sedimentation, 1 ., 158, 306 

— sewage, I., 186 
Seediness of glass, II., 260 
Seger% cones, I., 72, 73, 74 

— ruby glass, 11., 267 
Sel mixte, 1 ., 264 
Selektor, 1 ., 13,‘id 

Selenite, 1 ., 346 ., ,, 

Selenium, colouring glass with, 11 ., 269 

— in glass, II., 250 
Self-fiardening steel, II., 349 

Semi-continuous kilns, 11 ., 2t 6, 217 
Semi-dry process for bricks, II., 210 212 
Semi-water gas, 1 ., 119, 126, 127 


Sentinel pyroscopes, I., 72 
Separators, 11 ., 28 
Septic tanks, I.,' 186 
Serpek process, I., 473-474 
Serpentine asbestos, 11 ., 282 
Setting of cement, II., 85, 105, 106, no, 
HI, 122, 124 

— of plaster of Paris, I., 348 ; 11 ., r 16 

— of Portland cement, 11 ., 85, 105, 106, 

110, 122, 124 
Setting ovens, 11 ., 175 
Severn glass bottle machine, 11 ., 257 
Sevres ware, II., 189 
Sewage, ammonia from, I., 455 

— analysis of, 1., 190, 191, 192, 193, 

194 

— constituents of, I., 183 

— disinfection of, II., 8 9 

•— disposal of, 1., 183, j86 r/ .«c</. 

-- filters for, I., 188, 1S9, 190 

— grease recovery from, I., 191 

— injurious substances in, 1., 192 

bocal Government Board requirements, 

I., 190 

— purification of, I., iSS, 189, lyo 
—- sludge as manure, 11., 42, 43 
Shaft kilns, 1 ., 41 ; H ., i °4 

— soot, Ij., 39 
.Shaking cooler, II., 103 
Shales, 11 ., 148 

— alum, 11., 144 

— ammonia from, 1 ., 454 

— oil, 1., 25 ; 11., 148 

Shank's lixiviating process, L, 293 

Sheep-dips, II., 18-20 

Sheet glass, II , 253, 258, 259, 260 

-crown, II., 260 

:-fluted, 11., 260 

1 — mica, 11., 287 
I Shellac, use in polishes, 11 ., 421 
1 Shells, 11 ., 78 

— use as manure, 11., 41 
Shenstone fused silica process, 11 ., 272 
Shippenb.ach furnace, 1 ., 216 

Ships, disinfection of, II., 12 
Shoddy, manurial use of, II., 39 
Shoe polishes, II., 421 
Shrinkage of clays, II., 142 

-earthenware, 11., 174 

Sicily sulphur deposits, 1 ., 201 
Sideraphit, 11 ., 349 
Sidero cement, II., 112 
Siemens’ furnace, 1 ., 43, 132 
— pyrometer, I., 75 

Sieraens-de Vrise water ozonising tower, 

1 153 
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Siemens - Halske electrolytic bleaching 
plant, L, 399 

-ozone,plant, I., i 47 i 15b * 5 ^ 

Sienna, II., 164 
Siepennann’s process, I., 485 
Sieveless ball mill, II-, 106 
Sievert’s glass machine, IL, 259-260 
Silica, II., 63 

— bricks, II., 232 

— chemical constitution of, H., 238 

— cyclic structure of, II., 238 

— detection by dyes, 11., 111 

— estimation of, II., 119 

— for glass, IL, 247 

— fused, IL, 270-274 

— in water, I., 173 

— Martin’s theory of, IL, 23S 

— properties of, 11., 273, 274 

— thermometers, IL, 274 

— tridymite from, IL, 233 

— use as manure, IL, 41 

— vessels, L, 236 
Silica glass, IL, 270-274 

-properties of, IL, 273-274 

-vacuum-tight seals for, IL, 274 

Silica'-free glasses, IL, 251 
Silicates, IL, 63 

— Asch’s theory of, IL, 236 241 

— chemical composition of, IL, 236-241 

— lutes and cements for acids, IL, 135 

— manorial value of, IL, 41 

— sodium, L, 133-134 
Silicic acids, glass, IL, 247 
Silicofluoride, sodium, L, 41S 

— waterproofing plasters by, IL, 119 
Silico-phosphoric acid, IL, 425 
Silico-titanium, IL, 327 

Silicon, IL, 406, 407 

— acid resisting, ’L, 249 

— bonds, IL, 237-238 

— hydrogen from, L, 116 

— literature, IL, 399 

— properties of, IL, 406, 407 
Silicon carbide—see Carborundum 

— iron, L, 236, 249, 277, 278 

— monoxide, IL, 403, 404 

— nitride, I., 474 t 

— tetrafluoride, L, 416, 417, 418 

Silk, artificial, use in incandescent mantles, 
IL, 304, 305, 312, 313 

— weighting of, IL, 320, 334, 349 
Sillimanite, IL, 140 

Silos, ce^ment, IL, 98, 99, 106, 107 

— mixing, IL, 99 

■ Siloxicon, IL, 399. 401 > 403 
Siloxide, L, 236 


Silundum, IL, 403 

Silver, colouring glass with, IL, 269 

-pottery with, IL, 165, 189 

— citrate, disinfecting properties of, IL, 

16 

— fluoride, disinfecting properties of, IL, 

16 

— lactate, disinfecting properties of, IL, 

16 

— mirrors, IL, 263 

— nitrate, disinfecting properties of, IL, 

16 

— overglaze, IL, 189 

— phosphide, IL, 426 

— salts, disinfecting properties of, IL, 

16 

— stain glass, II, 269 

Silvester’s waterproofing process, 11 ., 118 

Simon’s sack fillers, IL, 108 

Sizing paper, IL, 57 

Skin meat, IL, 39 

Skins, deliming of, L, 419 

Slag, blast furnace, IL, 131, 252 

— blocks, II, 130 

— cement, IL, 83-S5 

— drying, IL, 83-84 

— granulating, IL, 83 

— sand, IL, 83 

— use in glass making, IL, 252 
Slaked lime, L, 341 ; IL, 78 
Slates, IL, 148 

Slip, L, 348: IL, 88, 159. 166, 167 
Slop moulding, IL, 206 
Sludge, disposal of, L, 191 

— use as manure. L, 191, 192 
Slurry, IL, 88, 166 

Small coal, L, 7 
Smidth cooler, IL, 102 
Smith’s hearth, L, 62, 63 
Smoke, L, 47, 48 

— causes ob L, 47, 48 

— - prevention of, L, 33, 34, 3 ^> 4 * 1 ) ' 33 

— waste fuel in, L, 30, 31, 47, 4*1 
Smokeless coals, L, 6 

Snelus cement, IL, 85 
Soaking, IL, 178 
Soaps, aluminium, IL, 57 

— disinfecting properties of, IL, 13 

— dry, L, 426 

— use as lutes and lubricants, IL, 137 

— use as polish, IL, 421 

Soft water, L, 160, 172, 182 
Soda—see Sodium carbonate 
Soda, caustic—see Sodium hydroxide 

— in enamels, IL, 278 

-- in glass making, IL, 248 
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Soda ash,*I., 295 

-^ yield by ammonia soda process, L, 

324 

— crystals, I., 327 

— lakes, I., 287, 299 

— lime glass, expansion of, II., 245 

— water, 1., 197, 198 
Sodamide, 1 ., 486, 487 
Sodium, action on water, I., tio 

— cyanides from, I., 484 

— fnetallic, I., 485 

— quantity liberated by electrical current, 

I., 367, 36H 
Sodium alum, II., 56 

— aluminate, I., 474; II., 50, 51, 52, 

56 

— amalgam, I., 374, 375 

— arsenite, disinfecting jiroperties of, II., 

20 

— azide, I., 496 

Sodium bicarbonate, I., 141, 327, 328 
-calcination of, I., 318 

— - composition of crude, I., 311 
-heat of calcination, 1,319 

— — heat of decom[)osition, I., 319 
-precipitation of, I., 307, 308 

— - solubility of, I., 301 

-— tempeiature of deconqiosition, 1., 

3^9 

Sodium bisulpbate, I., 2S5 

-disinfecting properties of, 11., 12 

-germicidal value of, 11., 3 

— bisulphite, I., 407 

— borofluoride, 11., 11 

— bromati. 1., 406 
Sodium carbonate, I., 287-32S 

-In gla_ss making, 11., 247, 253 

-hydrates of, I., 327 

— — limiiing amounts in w’ater for fish, 

I., .92- 

— — manufacture by ammonia soda j 

proces.H, 1., 299, 328 

— -manufacture by electrolysis, I., 

■ 37 °- 

-manufacture by Leblanc process, I., 

191-298 • 

-natural, 1., 287, 299, 300 

-removal from water, 1L, 60 

-statistics, I., 289 

-'use as anti-incrustator, I., 176 

Sodium’ chloride, I., 261-273; see also 

Salt 

-electrolysis of, I., 388 

-solution in ammonia, I., 302 

-voltage necessary for decomposition 

of, I.,.368 


Sodium chlorate, I., 385, 386, 388 

— cyanamide, conversion into sodium 

cyanide, I.,-491 . 

Sodium cyanide, I.,.483, 485; Castner 
process for, I., 486 

■— — disinfecting properties of, II., ii; 
from cyanamide, 1., 490, 491 ; from 
schlempe, I., 489 

-statistics, I., 483 

.Sodium diuranate, II., 372 

- ferrite, I., 296; II., 50 

- formaldehyde bisulphite, I., 260 
-sulphoxylatc, I., 260 

Sodium ferrocyanide, I., 485, 491, 493 
-manufacture of, I., 491-493 

— — properties of, I., 491 

— hydrogen sulphate, 1., 285 

-- hydrosulphite — sec Sodium hypo¬ 
sulphite, 1., 260 

— hydroxide -see also under Caustic soda 

— - amount liberated by electrical 
current, 1., 367, 368 

.- concentration of, 1., 37S, 379 

- - disinfecting properties of, II, 13 

— — electrolytic, statistics of, I., 360, 

379 

— hydroxy mercury benzoate, 11., 15 

— hypochlorite, 1., 397, 402 

— — disinfecting jiroiierties of, 1., 402; 

II., 8-9 

— — solid, 1., 402 

— hyposulphite, I., 259, 298 

— iodate, 1., 407, 431, 434 

— iodide, I., 411 

— - nitrate, 1., 420, 431 433 

-ammonium nitrate from, I., 326 

-mining of, 431, 432 

-nitric acid from, I., 437 

-occurrence of, 1., 431 

— — properties of, I., 432 

-statistics of, I., 432 ; II., 47 

-uses of, I., 433; II., 36-37 , 

— nitrite, I., 436, 447, 448 . 

— — nitrate, I., 448 

— paratungstate, II., 349 

— perborate, I., 425, 426 

— jercarbonate, I., 426 

— perchlorate, I., 388, 3S9, 431, 434 

— permanganate, II., 7 

— permutite, II., 60 

— peroxide, I., 421, 423 

-disinfecting properties of, II., 7 

-water purification by, I., 167 

— potassium cyanide, I., 4S3 

— pyrosulohate, I., 438 

— pyrovanadate, II., 378 
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Sodium salts, removal from water, II., 
6o 

— sesqui-caslronate, T’., 32S 

— silicate, II., 13,3^134 

-cements, I!., 135-137, 415 

-manure, II., 41 

-waterproofing by, II., 119 

— silicofluoride, I., 418 

— — waterproofing by, II., 119 

— sulphate, I., 281-285, 330, 43,3 

-ammonia soda process, 1., ^2(1 

c-for glass, II., 247 

-in soil, 1., 287 

-iron free, I., 283 

-properties of, I., 2S5 

— sulphide, I., 286, 296 
-statistics, I., 289 

— sulphite, 1., 256 

— sulphocyanide, 1., 487, ,195 

— thiosulphate, 1., 259, 39S 

— titanium sulphate, 11., 328 

— tungstate, 11., 349 
Soffioni, 1 ., 355 

Soft mud machines, II., 206 
Soils, II., 148 

— nitrates in, I., 427, 42S, 429, 434 
Solar salt, I., 264 

Solid ammonia, I., 467 

— carbon dioxide, I., 143 

— fuels prepared, I., 16, 21 

— sodium aluminate, 11., 56 

— solutions, II., 140, 241, 267 
Solo mill, 11 ., 98 

Soluble anhydrite, 1 ., 347 

— glass, II., 133-134; .see .aKo Sm/ii/m 

silicate 

— Prussian blue, I., 494 

— superphosphate, 11., 31 
Solvay-Kellner cell, I., 375 
Solvay towers, 1 ., 307 
Solvent scouring, 1 ., 1S5 
Soot, . 1 ., 48 

— analysis of, 11., 39 

— use as manure, 11., 39 

Sorel cement, 1 ., 366; 11 ., 127, 12.8, 130, 

415 

Spackman kiln, II., 103 ' 

Spanish ware, 11., 157 

Specific gravity, determination of, II., 120 

— — of slips, IT., 167 

-of sulphuric acid, I., 249 

Spent oxide, I., 210, 213, 214 

-arsenic in, I., 213 

-from gas works, I., 493 

Spiders, II., 355, 364 
Sphene, II., 63, 323, 324 


Spinel, II., 63, 64 
Spissograph, II., 124' 

Spogumene, fl., 63 

Spontaneous combustion of coal. I., 19 
Sprays, water, in acid ehamliers, 1 ., 233 
Sprengcl pump, II., 353 
Spring waters, I., 158, 159 
Spun glass, II., 244 
Stable soluble blue, I., 4114 
Staff, I., 349 ; II., 118 
Staffordshire kiln, 11 ., 222 
Stage kiln, 11 ., 104 
Stained glass, II., 267 
Stains (earthenware), II, 157 159 
Stamp mills, II., 26 
Stamping mills, II., 414 
Stannic oxide, use in glasses, II., 165 
Stassfurt deposits, 1 ., 329-333, 335, 403 
II., 40 

Statuary |)orcelain, II., 154 
Stead’s jirocess for carbon dioxide, I. 
142 

Steam, action on carbon, I., 124 

— superheated, for ammonia distillation 

b, 317 

Steam boiler furnaces, 1 ., 31-39 
-gauges, glass for, II., 265 

— coal, 1., 6 

— generation by surface eombustion, 1. 

59 

— jets, replacing by water sprays, 1., 223 

233 

-joints, amounts for, II., 1 3I) 

— navvy, II., 202 

— pipes, lagging for, II., 133, 134, 136 
Stearic acid, 1 ., 118 

Steatite, II., 184 
Steel, chromium, II., 69 

— crushed, use as abrasive, II., 419 
• - enamelled, II., 276-277 

— high speed tool, 11., 381 

-- making, use of CO„ in, 1 .,- 144 

— manganese, II., 70 

— melting by thermite, II., 72 ■ 

molybdenum, II., 70 , 

— refining, II., 326 

— self-hardening, II., 349 
--tool, II., 70 

— uranium, 11., 372, 373 . - 

— use of titanium for refining,- II., 326 
Stein ribbed kiln, II., 105 

Stellite, II., 349 
Sterilisation of water, l.,.i82 

— -by ultraviolet rays, 11., 372 

Sterili.sed water, use of, I., 172 
Sticking up jsarthenware, II., 472 
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Siiff-plastic process for bricks, IT., 208-210 
Stilbite, 11 ., 59 ■ . 

Stills, ammonia-^-see Ammania stilh 
Stock bricks, 11 ., 199 
Stone-breakers, 11 ., 92, 414 
Slones, artificial, 1 ., 419; U., 129-130 

— Cornish—see CorniAi 

— in glass, 11., 260 

— precious—see Precious s/iiiie< 

— Ransome’s artificial, 11 ., 131 

— reconstructed, II., 130 
Stoneware, 11 ., 154- i 93 ' 9 i^ 

— chemical, II., 195 

— culinary, 11., 195 

— fine, 11., 194 
Stove polishes, II., 421 
Strass, II., 65, 265, 260 
Stria', in glass, 11 ., 2fio 
Stringiness of glass, 11 ., 260 
Strontium, metallic, 1 ., 353 

— uses of, 1 ., 3S4 
Strontium chloride, 1 ., 192, 353 

— • dioxide, 1., 353 

— hydroxide, 1., 353, 354 
-- oxide, 1., 353 

— nitrate, I., 354 

— salts, I., 3 . 33-354 
Stnivi'ritc, II., 323. 324 
Stuart’s granolithic stone, II., 129 
.Stucco, 11 ., 18 

Sturtevant Newaygo separator, II., 27 
Sublamen, 11 ., 15 
Sucrates, 1 ., 4.88 
•Suction gas-iiroJucer, 1 ., 135 
Suerth systen, I., 142 
Sugar industry, use of permutitc in, 11 ., 
6(J 

— -of strontium .salts in, I., 35 t 

— manufacture, I., 144 

— refining, 3 v.itcr for, 1., 183 
Sulis water, 1 ., 198 

Sulphaie,_ cAlcium, I., 179 175; see 
Calcium sulphate 

— estimation of, II., 120 

— in water, 1., 160, 173, 178 
Sulphite of alumina-- -see Aluminium \ 

sulphate 

— of ammonia -see Ammonium sulphate 

— of potash—see Potassium sulphate 
Sulphides,.estimation of, II., 120 
Sulphites, analysis of, I., 256 

— disinfecting properties of, II., 13 
-- manufacture of, I., 253-256 
Sulpho-cyanides, recovery from co.al-gas, 

1 ., 494-495 
_ synthetic, I., 495 
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Sulphur, I., 201-206 

— Chance-Claus process for, I., 298 

— disinfecting properties of, JI., 13 
-- estimation of, 11 ., 120 

— extraction of, I., 201-203 

— - fungicidal value of, 11,, 17-18 

— in cement, 11, 109 

— occurrence, 1., 201 
properties of, I., 205 
recovered, I., 204, 298 
refining of, 1., 202 

— removal from coke, 1., 19 

— ■ statistics, I., 203 

— uses of, 1., 205 

— varieties of, 1., 205 

Sulphur burners, 1 ., 217-220, 254-256 
Sulphur dioxide, analysis of, 1 ., 256 

— anhydrous, 1., 253, 254 

- detection in H(d, 1 ., 278 

- disinfecting projrerties of, 11., 12-13 

— -- - estimation of, 1., 221 
-kilns for, I., 211-220 

- - latent heat of evaporation, I., 80 
-- — manufacture of, I., 253-256 
-oxidation of, I., 223, 225, 239, 240, 

241 

- poisoning of plants by, I., 256 

-properties of, I., 256 

— purification of, for contact process, 

I., 24.3i 244 

-tension of, 1., 256 

- uses, 1., 78, 79, 253, 256 

- vapour tension of, 1., 79 
dyes, I., 26S 
fungicides, II., 17 

tiioxide, absorption of, 1., 243, 244, 245 
condensation of, 1., 245, 246 
estimation of, I., 221 
—- formation of, 1., 239, 240, 241, 246 

— heat of formation, 1., 240, 241 
Mannheim process for, 1 ., 244 
properties of, 1., 246, 247 

— Schroeder-drillo process jbr, I., 245 

- temperature of formation, 1., 240, 
241, 242, 243 

--theory of formation, I., 241, 242 

.Sulphuretted hydrogen, 1 ., 260 

- - •-- furnace for burning to sulphur, I., 

219, 220 

- poisonous amounts of, 1., 192 
-sulphuric acid from, I., 210 

-treatment of, 1., 461 

Sulphuric acid, 1 ., 207 et seq. 

-action on metals, 1., 249 

I-analysis of raw materials, 1., 210 

!-arsenic free, I., 217 
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Sulphuric acid, arsenic in, I., 235 

-boiling point of, 1 ., 23S, 248 

-chaniber process for, I., 206 

-concentratian of, I., 235 

-contact process for, 1., 206, 210 

239 

-conveyance of, I., 251 

-costs of nianufactiiro, 1., 246, 247 

- decolorisation n(, 1., 246 

— ■ — decomposition of, 1., 23S 
-disinfecting properties of, 11., ta 

^-distillation of, 1., 235 

-electrolysis of, 1., 114 

-estimation of, 1., 252 

-formation of, 1., 223, 225 

-from galen.!, 1., 210 

-from spent o\ide, T,, 210 

-from zinc blende, 1,, 210 

-fuming, 1., 251 

-heat of formation, 1., 225 

-hydr.ites of, 1., 247 

— — impurities in, I., 250 

-- --- injurious amounts in water, 1, 192 

— — ntetbods of production, 1., 20S 
-nitrogen o.xides in, 1 , 251 

— -- non-fuming, I., 24.S 

— — ordinary, 1., 247, 24,S 
-poisoning by, 1., 24,8 

— — raw materials for, 1., aofi 
-removal from HCI, 1, 27.S 

— - - removal of nitrogen oxides from, 

b, 235 

-statistic.s, I., 205 

-specific gravity, 1., 249, 250, 251 

-storage of, 1, 251 

-sulphur dioxide for, 1., 211 c/ seq. 

-transport of, 1 ., 23S 

— — uses of, 1., 208, 252 

— — varieties of, '1., 248 
-vessels for, T., 252 

-water sjtrays for, T., 225, 233 

-: yield of, 1., 225 

Sulphurotjs acid, disinfecting properties 
of, Jl., 12-13 

-injurious amounts in water, ]., 192 

-properties of, 1., 256 

-bacterial powci of, 1., 15S, ifij 

Super cement, II., 112, 719 
Superheated steam, 1 ., 49, 317 

— water, action on glass, II., 246 
Superheater, I., 41, 42, 49 
Superoxides, I., 421 

— ammpniated, I., 467 
Superphosphate dens, I., 418; II., 30 

— industry, hydrofluorsilicic acid from, 

I., 417-419 


Superphosphate manufacture, II., 28-32 

— plant, II., 28-32 

— statistics, 11., 47 
Surfiice clays, II., 148 

— combustion, I., 57, 58, 62, 63, 132 
Sutton-Steclc dry concentration table, II., 

295 

Swimming bath.s, disinfection of, II., 9 
I Swing-jaw stone-breaker, II., 92 
I .Sylvin, I., 329, 330, 336 
Synthetic ammonia, ]., 118, 441, 455, 

I 469-474 

! -- sulpho cyanides, I., 495 
I Syphilis. 1 ., 423; II., 15 


; T 

! 

\ Table glass, II., 242, 251 
I — salts, I., 2f)8 
I Tachiol, II., ifi 
Tachhydrite, 1 ., 329 
I Tacoma nitrate beds, 1 ., 433 
Tafclglas, 11 ., 251 
i Talbot producer, I., 130, 131 
I Tantalic oxide, II., 337 
I Tan, in boilers, 1 ., 175 
! Tangential chambers, Meyer’s, I., 227 
1 Tank waste, 1 ., 294 
I Tatiuic acid, use as stove polish, 11 ., 421 
T.nntahte, II . 337, 33S 
; Tantalum, 11 ., 337-341 

— estimation of, 11., 341 

— manufacture, II., 338-339 

— melting point of, II., 355 

— metallic, II., 338-341 

i — i>ro])ertles of metallic, II., 340 
^ — use .as a filament, II., 355 

— u.se.s, 11., 340 
Tantalum alloys, 11 ., 341 

— electrodes, II., 347 

; — instruments, 11., 340 
j — lamp, II., 356-35/ 

. — — efficiency of, II., 366 
-2- ores, J I., 338 
: — pens, II., 341 
j — tools, II., 340 
; Tantiron, I., 236. 249, ^77, 278 
Tapiolite, II., 33.8 
'laps, stoneware, II., 196 
Tar, 1 ., 52, 55 

Tarapaca nitrate beds, I.^ 431, 433 
Tartaric acid, II., 5 

Taylor’s furnaces lor carbon disulphide, 
b, 257, 258 
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Taylor producer, I., 1 3 ° 

Teeth, artificial, il-i lyi , 

Teissier-Chaillan* hydrogen, process, 1 ., 

117 , 

Tellurium colouring glass, 11 ., 2O9 
Temperature of combustion, lowering o , 

1., 480 

— exchanger, 1., 84, S5 

— of ignition, L, 44 . ,, . r u 

Temperatures, highest attainable by fuel., 

•1., 45> 46 ; 5 >eo t'aloUfic mlensify 
Temporary hardness, 1 ., 17^ 

'lender clays, 11 ., 148 

Tensile strength, estimation of cement, 

11., 121 

Tentelew’s process, I., 245 
Terra alba, I., 34S 
I'erra-cotta, 11 ., 15^' 226-227 
Teslalin, 11 ., 57 . 

Testing raw materials m pottery, 11., 
'Tetmajer’s instrument, !'•> ^3 
Textile industry, effluents, ]., 103 

_use of tungsten in, 11 ., 349 

Thelen evaiHirator, 1 ., 294 
_ pans, 1., 318, 319 
Thermal syndicate iirocess, 11 ., 273 
'rhermile, 1., 1 ; n.> ^7 75 
.— alumina from, lb, 5 ^ 

— bombs, IT, 71, 7 - 

— fire, 11 ., 71 , 

— heat of reaction, II., 71 

— slag, II., 75 

— steel, IT, 75 

— use as heating agents, 11 ., 71, 7 ^ 

— welding rails by, II., 7 = 

Thermo elei trie pyrometer, 1 ., 67, Ob 
TheriiTometers, I., 65, 66, 67 

— air, I., 65, 67 

— electrical, 1., 65, 66 
_ glass for; 11.,-265, 270 

— mercurial, I., 65, 66 

-— silica, llj, 274 , 

'Thermos'eopes, Iloldcrofl s, 1 ., 73 ; 74 
'rWckenipgliciuids, 11 ., 404 
Thioaanates, 1 ., 494 5 Siilplio- 

cyanides • 

Thiogen process, I., 20 
Thiophosphilcs, 11 ., 43 ' 

'I’hiosulphate, f idi.im, I., 259, 29b 
Thomas-Gilcbrist furnaces, bricks for, 11 ., 

23-3 

-process, 11., 32, 33 

— phosphate, G., 32 ) 33 
slag,'II., 32. 33 

Thoria, IT, 291 

— catalytic oxidation of, 1 ., 449 


Thoria, effect of cerium on luminosity 
of, IT, 3 ° 3 . 304 

_recovery front vaste mantle ash, li., 

302 , ... 

_volume from nitrate by ignition, 11., 

Thorfanitp, IT, 292, 296, 297, 369, 388 
Thorite, IT, 291, 292, 296, 297, 369 
Thorium, IT, 291-361 
--colloidal, IT, 315, 363 , 

— disintegration of, IT, 386 

— melting point of, IT, 355 ^ 

_ radioactivity of, IT, 384 

_radio-active constants of, IT, 387 

— sources of, 1T, 388 

— use as a filament, IT, 355 

Thorium compounds, uses, IT, 299, 
315 

--]), 1 T ,385 

— emanation, IT, 395 

- minerals, IT, 297, 298 

— nitrate, 297, 299-303 

— oxalate, IT, 301 
-- senes, IT, 387 

— - silicate, IT, 296 
--sulphate, IT, 30° 

Thonia furnaces, T, 213 
Throwing clay, IT, 170 

— porcelain, IT, 187 
T'huringen glass, IT, 242 
'I'hwaite cupola producer, T, 122, 123 

simplex producer, T, '29 
Thymol, use as disinfectant, IT, 4 
Tiles, IT, 157, 197-198, 225-226 

— encaustic, IT, 225 

— glared, IT, 226 

— literature, IT, 225 

— paving, IT, 225 

— roofing, IT, 225 

— tests for, IT, 198 
Tin alloys, IT, 70 

— chloride, colouring pottery with, 11. 

165 

— oxide, IT, 189 . , ^ 

_colouring glass with, IT, 269 

_in enamels IT, 277 

--_in gla/.es, IT, 165 

— pinks, IT, 165 
Tincal, IT, 162 

Tindal-dc Vrisc o/,oniser, T, 148 

Titaniferous iron ore, IT, 323, 324 
Titanite, IT, 323 
Titanium, IT, 323-33°) 355 
-alloys, II.) 70)318) 325-327 

— estimation in steel, IT, 329 

— literatui- of, IT, 323 
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Titanium, metallic, II., 327 

— nitrogen fixation by, II., 327 

— occurrence of, II., 32^-324 

— pyrophoric alloys, 1!., 327 

— statistics of, 11., 325 

— utilisation of, 11., 325-329, 355 
Titanium aluminium alloy, 11 ., 325, 327 

— carbide, II., 326 ; electrodes, 11 ., 328; 

filaments, II., 328, 366 

— copper alloys, II., 327 

— dioxide, 11., 323, 324 

— ferro alloys, II., 335-327 

— filaments, 11., 366 

— lactates, IT, 328 

— - minerals, analysis of, II., 329 

— - value of, II., 324, 325 

— nitride, I., 474 ; II., 327 

— ores, II., 324 

— oxide, II., i8q. ryi 

— pigments, II., 328 

— salts, uses, II., 320, 328 

— -- silicon alloys, II., 327 

— thermite, II., 70 
Titanou.-. chloride, II., 327 

— sulphate, II., 327 
Tobacco dips, 11 ., 20 

— extracts, 11., 20 
Tobacco-sulphur dips, 11 ., 19-20 
Tomblee-Paul furnace, I., 219 

-sulphur burner, 1., 254 

Toning solutions, vanadium, II., 381 
Tools, tantalum, 11 ., 340 
Tooth-powders, 1 ., 422,423; 11 ., 419 
Toothed hedgehog rolls, 11 ., 92 
Topaz, 11 ., 63 

Tbpler pumps, II., 353 
Torbeanite, 11 ., 370, 371 
Totenhaupt’s phosphoru.s, II., 427 
'Tourmaline, II., 163 
Tower acid, 1 ., 248 

— hydrochloric acid, 1., 279 

— systems for sulphuric acid, !., 238 
Towers, absorption, I., 277, 304, 305 

— Gaillard; 1 ., 236 

— packing for, I., 231 

— Solvay, I., 307 

— theory of, 1., 229 

'Town refuse, use as manure, II., 42, .J3 
'Townsend cell, 1 ., 37r, 373 
Transvaal gold industry, 1 ., 483, 484 
'Trass, II., 82, 83 
'Travancore monaz-ite, II., 292 
'Tremolrte asbestos, 11., 281, 282, 284 
Trials, 1 ., 74; 11 ., 177 
Trfibromonaphthol, II., 4 
Triformal, II., 6 


Trinrethylamine, 1 ., 489 
Tripoli powder, 11 ., 414,'420, 421 
Trona, 1 ., 287 

Tube mills, 11 ., 24-25, 89, 96, 97, 98,107 
Tubing, glass, II., 253 
Tumblers, glass, 11 ., 257 
Tungstate, sodium, 11 ., 349 
Tungsten, 11 ., 343-35° 
catalytic, 1., 471 
colloidal, II., 363 
drawing, 11., 361 
ductile, II., 348 
o.stimation, 11., 350 • 
ferro, II., 347 
literature, 11., 343 

— melting point of, 11., 355 

metallic, cost of production, IT, 347 

manufacture, II., 345-346, 360 

— —proiierties, IT, 348 
powder, II., 347, 360 

--- uses, IT, 348, 349 
; 'Tungsten alloys, IT, 349, 352 
I - - bars, furnace for, IT, 360 
: - bronzes, IT, 349, 350 
! electric furnace, 1T, 360 
I electro-contacts, 11., 349 • 
i filaments, I., 117; IT, 355, 358-363 

I 366 

j - lamp, IT, 357-366 
' —- lithium bron/c, IT, 349 
j ore.s, IT, 343, 344, 343 
I -- oxide, colouring porcelain with, IT, 349 

j - glass, IT, 349 

j powder, IT, 347, 360 

— sodium bronzes, IT, 349 
steel, IT, 348 

wire, IT, 361 

'Tunnel drier, IT, 99, 212 214 

— kiln, IT, 177, rSr 

— ovens, IT, 175 

I 'Turner’s cement, IT, 137 
'Turning clay, IT, 170 
'Tunpioises, IT, 63 


u 

Ulexite, T, 357 
Ultra-violet light, IT, 372 

-destruction of bacteria by, T, 158 

-opaqueness of glass to, IT, 244 

-ozone formation by, 1., 146 

-sterilisation by, T, 169-172 ; IT; 

iP 

-use in chamber process, T, 223 
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Ulzer-Somncr- process of radium exlrac- ' 
lion, II., 399 

Underfeed sloker, 1 ., 35, 36^ ' 

Underglaze colours, 11 ., iSy ! 

— painting, 11., 180 

Unglazed pottery, 11 ., 152 i 

United Alkali Co., I., 288 ! 

United States asbestos deposits, 11 ., 2.S2 , 

-carnolitc deposits, 11., 370 

-pitchblende deposits, 11., 370 

-- vanadium deposits, II., 376 1 

Uralitc, 11 ., 134 1 

Urals, asbestos in,.!!., 282 
IJraninite, 11., 369 i 

Uranium, 1 ., 118; 11 ., 31)9-374, 388 j 

— arc lamps, II , 372 i 

- catalytic, 1., 471 ^ 

- colouring glass by, 11., 373 

- disintegration of, 11., 386 
dissociation of, 11., 385 

■ - estimation of, 11., 373 

- literature, II., 309 
-- metallic, 11., 372 

- occurrence of, II., 369 ; 

- r.adio active constants, 11., 38C 

- sources o^ J I., 388 j 

use in ceramic industry, II., 373 | 

- utilisation of, 11., 372, 373 i 

Uranium, colours, 11 ., 373 j 

- filaments, II., 366 
--glazes, 11,, 373 

- micas, 11., 372 

- minerals, analysis of, 11., 373 , 

- nitrate, 11., 373 j 

- ores, II., 370, 371, 384 ' 

— o.xide, 11 , 189, 372 j 

-colouring pottery with, 11., 105 ! 

— steeds, 11,, 372, 373 j 

Urano-circite, II., 370 ] 

Urea, ammynia Iron), 1 ., 455 

— ammoniacal fermentation of, 1., 428, 

45 Jill'. ,37 

— decomposition by nitrous acid, I., 428 

— — in soil, I., 424, 480 

— excretion of, l.,427,428,429; fermenta¬ 

tion of, 1., 480; from calcium j 
cyanamide, I., 48b; II., 37 ' | 

— liberation of nitrogen by, 1., 42S, 429 i 
Urease, I., 428 . 

Urine, 1 ., 428 

— ammonia from, 1., 455 

— phosphorus in, II., 423 

— statistics; 1., 455 
Urotropine, 11 ., 6 
Utah .Sea, I., 263 
Uviol glass, 11 ., 26s 


V 

Vacuum evaporators, 1 ., 269, 270, 378 

— pumps, 11., 353 ■ 

— tight seals for silica, II., 274 
Valentiner’s vacuum process for nitric 

acid, I., 440 
Vanadic acid, II., 379 

— oxide, 11., 375 
Vanadinite, 11 ., 375, 376 
Vanadium, II., 375-382 

— acid extraction process, 11., 377 

— alkaline extraction process, 11., 378 

37 y . 

analysis of, 11., 382 

— electrolytic depo.sition of, II., 379 

— - ferro, 11., 380 

literature, II., 373 

— metallic, II., 380 

— occurrence of, 11., 375 

— recovery from mill solution, II., 379 

— uses, II., 381 

Vanadium alloy.s, 11 ., 70, 380, 381 

— carbide filaments, 11., 366 

— colours, II., 38) 

— inks, II., 381 

— mordants, II., 381 

- ores, 11., 376, 377, 382 

- oxide, 1., 240 ; II., 375 

- steel, II., 375, 380, 381 
3 'arech, I., 408 

Vaseline, extraction of iodine with, 1 . 411 

Vases, II., 157 

Vassy cement, 11 ., 86 

Venetian glass, II., 242, 270 

Verbundglas, II., 265 

Verncuil’s blowpipe, II., 64 

Vertical jigger, II., 171 

— kiln, 11., 103 
Vicat needle, II., 123 
Victoriasstone, II., 129 
Vinasse, ammonia fiom, 1 ., 454 

— cinder, 1., 338 
3 nnccnt’s process, 1., 33S 
Violet glass, II., 269 

Viscose silk, use in incandescent mantles, 
II., 3°4 

Vitrepsil, 1 ., 236 ; 11 ., 273 
Vitrifiahle clays, II., 149 
Vitriol, oil of, I., 248 
Vitriolised bones, II., 32 
Voelker’s electric furnace, II., 255 
Volatile ammonium salts, 1 ., 456, 457 
Volcker’s silica glass process, 11 ., 273 
Volvic lava, I., 227, 236 
Vosmaer system, I., 149 
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W 

Wall plasters, I., 347, 349 
Wanner pyrometer, I;, 69 
Ward’s stone, 11 ., 129 
Ware, sanitary, 11 ., 157 

— shaping of, 11., 169-174 
Wash leather, II., 420 

— mill, for cement, II., 87, 88 
Washing machine for incandescent 

mantles, II., 306, 307 
Waste gases, acid, I., 235, 238 

— products, use as manure, II., 40 
Watch dials, enamelled, II., 277 
-luminous, II., 397 

Water, acid in, I., 173 

— action on cat bon, 1., 112 

-on cellulose, I., in 

-on metals, I., no 

-on non-metals, 1., 112 

— aerated, 1., 195-200 

— alkaline, 1., 172, 173 

— analysis of, I., 193 

— artificial mineral water, I., 195 

— bacteria in, I., 161 

— chlorine in, L, 159, i(>o, 173 

— disinfection of, II., 8-9 

— dissociation temperature of, I., 45 

— distillation of, 166 

— drinking, 1., 159 

— estimation of nitrates in, I., 192 

— evaporation of, by fuels, 1., 45 

— filtration of, I., 161 et ieq. 

— for boilers, I., 172 175 

— for dairies, 1., 183 

— for dyeing, 1., 182 

— for paper mills, 1., 182 

— for sugar refining, 1., 183 

— freeing from oil, 1., 174-173 

— ground, I., 158, 159 

— hard, I., 160, 172, 173, 176 1*3 

— iron in, 1 ., 168, iSo, 181, 182 

— laundry, 1., 182 

—- lead in, .1., i6t, 168, 172 

— lithia, I., 198 

— loss of fuel by hard, I., 173 

— magnesium in, I., 173 

— mineral table, I., 197 

— natural, I., 157 

— nitrates in, I., 159 

— nitric acid in, 1., 159, ifio 

— nitrites in, 1., 159, 194 

— oil in, I., 174, 17s 

— organic'matter in, I., 158. 159 

—r oxygen consumption value, I., 160 
-content vital to fish life, I., 192 


Water, ozone treatment of, I., 151 

— permanganate treatment of, II., 60 

— phosphoric acid in. I.. 160 

— pollution of, I., 160 

— potash, I., ig8 

■- - properties of, I., 103 

- purification by aluminium salts, 1., 166 
-by aqua-regia, 1., 16S 

- by bleaching powder, 1., 167 

— by bromine, 1., 168 

— by calcium peroxide, 1., 167 
-by chlorine, I., 167 

-by copper sulphate, 1 , 168 

-by electrolytic chlorine, I., 167 

-by hydrogen pero.xidc, I., 167 

-by hypochlorites, 1., 167, i68 

— — by iron salts, I., 166 

— —by lime, 1., 167 

— by magnesium peroxide, 1., 167 

-by oxidation, 1., 167 

-by ozone, 1., 151, t68, 169 

-by perhydrol, 1., 167 

— by permanganate, I., 167 

-by precipitation, I., 166 

— by sodium peroxide, 1., 167 

- radioactive, I., 158, 198 
-- rain, 1., 159 

— removal of alkali from, II., 61 

-of calcium from, I., 160, 172, 

173, 176-183; II., ()0; sec Soft 
water 

-of gold from, II., 61 

-of iron from, 11., 60, 61 

-of magnesium from, 1., 160, 172, 

173, 176183; II., 60 

-of manganese from, II., 60, 61 

-of potassium from, II., 60 

-of sodium from, II., 60 

river, I., 158 

— self purification of, 1., 158 

— soda, 1., 198 

— soft, I., 160, 172, 176-183 

— sprays, 1., 225, 233, 418 ' ■ 

— .spring, 1., 158, 159 

— sterilisation, 1., 166 et seq, 168, 169, 
. 170. ‘ 7 b >72 

-by ozone, 1., 169 

-by jiermanganate, I., 182 

-by permutite, II, 61 

-by ultra-violet rays, I., 169-17? 

— technology of, 1., 157 et seq. ' 

— use of sterile, 1., 172 
Water-gas, I., 102, 112, 117, 119, 123 
-ammonia from, I., 453 

-Composition of, I., 126 

-hydrogen from, I., loi, 112 
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Water-gas, uses of, T., 133, 

Water-glass, II.^ 41, i 33 i. 34 > 4 i 5 ; 

see also Sodium silicate 
Water power, 1 ., 368, 475 
Waterproofing, cement mortar^ 11 ., 118 

-cloth, II., 57 

-concrete, 11., 118 

Water lube boiler, I., 39, 41 
Weathering of fuel, I., 19 
Wedge mechanical furnace, I., 212, 215 
Wedging of slip, 11 ., ifiS 
Wedgwood's pyroscope, 1 ., 74, 75 
Weighing machine, II., 108 
Welding by thermite, 11 ., 71 
Weldon chlorine, bleaching powder from, 
U 393 

— process, 1., 360-362 
Weldon-Pechinery process, 1 ., 366 
Wells, artesian, 1 ., 159 

Wclsbaeh mantles, 11 ., 291, 303, 304 
Wet fish scrap, 11 ., 34 

— grinding, 11., 88, 89, 166 
Wetherill magnetic sejiarator, 11 ., 296 
Whale meal, II., 36 

Wheeling forced feed washer, 11 ., 92 
Whi|)ple temperature indii ator, 1 ., 09 
Whirlers, 11 ., 174 
White bricks, 11 ., 203 

— caustic, I., 296 

— clays, II., 160, 164 
- glass, II., 243 

glass, opaque, 11., 269, 270 
lead, in enamels, 11., 270 
lead, use of flux, 11., 163 
overgla/.e, 11., 189 

— Portland cement, II., 112 

— stuff, 11.,.401, 402 

— sulphate of alumina, 11., 54 

— ware, 11.,. 195 
Whiting, 1 ., 141 

— use glaze, II., 162 

— use as.polish, II., 144 
Whole guano, 11 ., 36 
Wiborgh phosphate, II., 32 
Wieliczka salt mines, I., 261 
Wild calorimeter, I., 9 
W'ilfley tables, II,, 295 
William’s purifier, L, 495 
Williamson’s blue, 1 ,, 494 
Windhausen machine, I., 81 
Window glass, II., 253 

Wire cut process for biicks, II., 207 
Wire drawing, tungsten, II., 361 
Wireless rectifying crystals, II., 403 
Witherite, I., 351 

Wohler phosphorus process, JI., 423 
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I Wolframite, II., 343, 344 
I Wollastonite, II„ 244 
Wood, cements for joining‘metal to, II,, 

i 137 

- fireproofing, II., 57 
-- potash in, I., 338 

- use as fuel, I., 2 
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ALLEN’S 

% 

PORTLAND CEMENT PLANTS 

BASIC SLAG PLANTS 

BALL MILLS 

TUBE MILLS 

CRUSHERS 

SEPARATORS 

Etc. 

Write for Catalogues 

■ EDGAR ALLEN & Co. Ld. 

IMPERIAL STEEL WORKS 

SHEFFIELD 


To face last page of Index. 





Vll ADVERTISEMENTS 

EVAPORATOliS 

For the concentration of Solutions in 
every br2uvch of the Chemical Industry, the 
KESTNER PATENT FILM EVAPORATOR 
is acknowledged far ahead of all other systems 



THE LATEST TYPES OF THE KESTHER EVAPORATOR 

Are specially designed to cope with the really difficult problems:— 

Production of solutions which solidify on cooling, e.g.. Solid Caustic 
Soda at 60 per cent.<(Nap), 

Continuous separation of Crystals direct in our ^‘Salting Type 
Evaporator," 

Multi-Calandria Evaporators which ensure perfectly continuous 
operation whilst permitting of cleaning. 

Special Evaporators for Liquors having an Acid Reaction, 
e.g., Ammonium Nitrate. 

THE KESTNER EVAPORATOR & ENGINEERING CO, LTD. 

S? PARLIAMENT STREET, LONDON, S.W, 1. 
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KESTNER FANS FOR CORROSIVE .GASES 

The Universal Fans for Sulphuric Acid Plant 

“C” Type—Cast Iron, with water-cooled bearings, used directly 
after the burners. 

“S” Type—For use between Glover Tower and Chambers. 

“M” Type—For use after Guy-Lussac Tower. 

High Pressure Fans for Sulphuric Acid Concentrators 

W'e Iiase specialised in Fans to suit Kessler* (lailiard, and Cascade Systems. 
•Wide range of draught and capacity. Long life. High efficiency. 


Earthenware Fans 

Our patent Earthenware Fan for N'ltrli Ai:id, Chlorine, and other Corrosne 
Oases, romhine all the results of the many ycais’ supremacy of the Kestner Fans 
for Sulphuric At id tlases. 


KESTNER PATENT AUTOMATIC ACID 
ELEVATORS 


Stdl the best method of raisin;; .Acids. Any capacity uj) to 2,000 ;;.illons per hour. Any 
Acid. .Any Head. Intermittent or Continuous l)iscbar;;e. 


KESTNER ACID RESISTING EARTHENWARE 

PIPING 

Our ujrccial system of Joints and Fian;;es is unetpiailcd for tight joints when carrjing 
Corrosjve.I.iquors under pressure. 


KESTNER HOMOGENEOUS LEAD COATING 

For Mild Steel, Wrought Iron, Oun Metal, etc. Ensures a perfect union between the 
two metals, isliminates porous or granular structure. Non-electrolytic. 


KESTNER EVAPORATOR & ENGINEERING CO. LTD. 

57 PABLiAMENT STREET, WESTMINSTER 





RAW MATERIALS 

! MAJOLICA QLAZES ' 

CHEMICAL & OTHER PRODUCTS 

GLAZE STAINS 

OILS, SIZES, AND VARNISHES 

; UNDERQLAZE COLOURS 

METALLIC OXIDES 

PORCELAIN COLOURS 

PREPARED BODIES 

ENAMEL COLOURS 

GLAZES AND FRITTS 

RELIEF COLOURS 

BODY STAINS 

' LIQUID GOLD AND LUSTRES 


Ground Bone .Felspar. 
Funt, Fluorspar 
Quartz, Stone 
Whiting, Etc. 


Carbonate 

sSULPHATE 
1 OF Barytes 



Oxides of 
Antimony, Arsenic,I 
Chrome, Cobalt, 
Smalts,Copper,Iron,] 
Manganese, 
Nickel.Tin, 
Titanium, 
Uranium. I 
Zinc. 

Etc 


WENGERS.tK 

CERAMIC COLOURS&CHENiCAU 

ETRURIA. 

STOKE-ON-TRENT. 



COLOURS 

OlazedBrick 
manufacturers. 

AGLASSMAKERS. 


PREPARED 

Cast 

Sheet IRON, 

COPPER® JEWELLERY, 


STAHDARO PYRAMIO 

TEMPERATURE mOICAEORS 
RUSS COLOURS AND STAINS 
OXIDES t COLOURS FOR ENAMELLED IRON 
SUNDRY UTENSILS AND REQUISITES 
EQUIPMENT AND MACHINERY 
PHOSPHOR BRONZE AND SILK UWNS 
ARTISTS’ PAINTINB BRUSHES 


VAPORIZERS AHD AIR COMPRESSORS, * 
I OVERALLS AND RESPIRATORS 
POHERS’ AND ENGRAVERS’ TOOLS 
EMBOSSED ROLLERS AND SPRiS STAMPS 
STILTS, SPURS, THIMBLES, Ett. 

CUT SPONGES 

6AS MUFFLE FURNACES 


ALL REQUIREMENTS FOR VITRIFICATIONS 
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FERTIMSERS AND FEEDING MATERIALS 

Artificial Fertilisers. — H. R. & Co. will be glad to forward their 
Lists of Artificial Fertilisers, Feeding Materials, and Agricultural Seeds 

on application. 

Pure \'itrioUsed Hones; Bone Meals, raw and steamed ; Superphosphates; Peruvian 
I'lUanos; Rape and Castor .MtaK; Pish Manure.s; Sulphate of Ammonia; Nitrate ol 
Soda ; Specially Prepared Manmes for Crass, Corn, i'otatnes. Turnips, Mangrrlds; also for 
Topdressinn, etc., with tiuaranleed analyses; also Manures specially prepared for Gardens, 

Pr nit'frees, Pawns and Tennis ('nuits, (Ticket Pilches, etc. Clover, Grass, and Ro(*t Seeds. 

■ B&SiC Slag. — For Winter and S\)ring application; specially recommended 
for Poor Crass Land, Aiitnmn Wheat, Seeds, Beans, Peas, 'I’urnips, etc. Various 
(]ualitics supplied on favourable terms. (,)uotations on application. 

Feeding Materials. — Linseed fakes, finest quality, English make, 
analysis guaranteed. Also I'oieign Linseed fakes of selected brands— Russian, 
American, etc. fottoii fake, own brand (HR Co., Pure); :ilso other approveii 
brands-. Decorticated Cotton Cakes and Meals, the Bibby Cakettes 
and Meals, Soya Cake and Meals, Cocoanut Cake, Palm Nut Cake 
and Meal, Rice, Meal, Mai/e, Locust Beans, and Meal. 

Economy in Carriage.- II. R. & fo. make a specialty of forwarding 
articles of English make- -hntli Feeds and Fertilisers—to their clients’ stations, 
direct from the nearest point of manufacture, and goods of forr ign imporl direct 
from the nearest port of arrival, thus minimising c.airiage. 

HY. RICHARDSON & COMPANY, 

Agricoltural Merchants and Manufacturers of Fertilisers, 

SKELDERGATE BRIDGE, YORK. 


STONE AND ORE BREAKERS 

ALSO MAKERS OF 

CRUSHING ROLLS, SCREENING, ELEVATING and CONVEYING PLANTS 



. ROBERT BROADBENT & SON LTD. 

* PHOENIX IRON WORKS, STALYBRIOQE 

TsIltrsfUto Codn-ABC MFTN EIHTWM siM WtlTHIN IWION 
TsIaitMMo *Ursn-“m(|M)atKT, SIALUmtSU'' Tilssimt-No. t» «tMTOII-tWI>ni.LYMt 





ADVERTISKMENTS 


ACID-RESISTING STONEWARE 

LARGE TANKS, VESSELS, TAPS, PIPES, AND BRICKS 


SBND YOUR INQUIRIES TO: 

THE 

HATHERN STATION BRICK & TERRACOTTA CO. 

LTD. 

LOUGHBOROUGH 

Tele^ami: “BRICKS, HATHERN STATION” Telefihonei 611 Loughboro' 


Royal Svo. 860 Pages. With Illustrations and 3 Coloured Plates. 

Price 30a. net. Postage Td.; abroad, 2s. 

STANDARD METHODS OF 
CHEMICAL ANALYSIS; 

A Manual of Analytical Methods and General Beference . 
for the Analytical Chemist and Advanced Student. 

• . By WILFRED W. SCOTT, 

Research Chemist, General Chemical ('ompany ; formerly Chief (‘hemisl, 

Raldwin Loctnmilive Works ; Author of‘M^lualilalive Chemical Analysis.” 

In collaboration with 

Eminent American Research Chemists; 

PROSPECTUS ON APPLICATION. 

LONDON: 

CROSBY LOCKWOOD & SON, 7 Stationers’ Hall Court, E.C.4. 
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FOR EGOKOMICAL LIGHTING 





STAHDABD TYPE 

WoiAN Standard Tvpe 
Lamps are s])ccially recom¬ 
mended for use in Home, 
Office, or Shop Instal¬ 
lations. 


w 



ELECTRIC LAMPS 


HALF-WATT TYPE 

V/OTAN Half-Watt Ty|)e 
Lamps are made in 
various Candle 
Powers up to .. 

3,000, and are t 

spetially suit- ''WK- ' 

able for Work- 
shop and Fac- | \ %% 

lory Lighting. | i 







' 4 ^ 


IN HOME. OFFICE, & FACTORY 


I Miiliiiiiiii'iiti III ... ... I: lilt' -ii' 


Siemens lU ethers Dynamo U'or^s /.imiteJ, jS amt jO ^^Pi>tr Thames Striut<, f.,C. 
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. . ror . . 
BONE GRINDING 
LIME GRINDING 


NITRE CAKE 

GENERAL GRINDING 


BAR TYPE MIXER AND CRUSHER 



POWERFUL BONE CRUSHER 



. MAKERS . 

J. HARRISON CARTER LTD- 

Engineering Works 

DUNSTABLE ENGLAND 

Tilifrft»K(C Mimm-Hllim, DUNSTABLE 
MILLiNfi. LONDON 


LofidoB Office t 
12 MARK LANE. E.C. S 
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W J. FRASEfi & CO. LTD. 

Chemical Engineers 

DAGENHAM, ROMFORD, ESSEX 

Telegrams; “FBASER, DAGENHAM” Tete|ihone: 222 Romford 


Designers, Manufacturers, and Erec¬ 
tors of Chemical Plant for 

MINERAL OIL DISTILLATION 

NITRIC ACID 

SULPHURIC ACID 

SUPERPHOSPHATE OF LIME 

WOOD DISTILLATION 

Etc. etc. etc. 

STILLS. CONDENSERS. RETORTS 
EANS for use in ACID 'FUMES 
EVAPORATORS. STEEL RECEIVERS 
AUTOCLAVES, MIXERS. LEAD-LINED VESSELS 
LEAD .TANKS. LEAD VALVES. AND COCKS 
STEEL CONSTRUCTIONAL WORK 
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Telegwiphic Address 


“Townson, London” 


Townson & Mercer Ld. 

Manufacturers of 

Chemical and Scientific Apparatus, etc., 

Pure Chemicals, & Laboratory Outfitters, 

34 Camomile Street, London, E.C. 


Sole Agents in • 

THE United - - TflADK |^|X|^ MARK. 

Kingdom for - 

.Messrs Beckers’ Sons, Rotterdam, 
BALANCES AND WEIGHTS 


Manufacturers^and suppliers of the 
Apparatus used in the Analysis of 
Cement, etc. 


See Sections LIX.-LXII. 




ADVERTISEMENTS 


XVI 


DEARSENICATORS 


FOR ALL ACIDS. 


NITRE ABSORBERS 


FOR VITRIOL WORKS. 


CONCENTRATORS 


FOR SULPHURIC AND PHOSPHORIC ACIDS. 


DE-NITRATORS 


INSTEAD OF GLOVER TOWERS. 


F AMMONIA STILLS 


A GREAT ADVANCE OVER THE COLUMN STILL. 


GAS WASHERS 


FOR ALL PURPOSES. 


QaVIS BROS., 


66 Deansgate, 

Manchester, 

and 265 Strand. London. 


w.c. 




FCm Atr#UW»OSES* 


|ATE OF LIME 

i under the Trade Name of 

LIMBUX” 




Ltd 







APVERTlflKMENTS 


K\-U\ 



Certificate of Analysis by 
JOHN WHITE, F.I.C.. County Analyst 


Limestone from 
Quarry No. * 

2 

^ 3 

•As 4 

.. . 5 




Silica 

Oxide of Iron 
ar d Alumina 

Carbonate 
of Lime 

Magnesia 

060 

025 

98-85 

0-30 

0-55 

0-20 

98-95 

0-30 

070 

0-25 

98-80 

025 

0-20 

0-30 

99-30 

0-20 

0-40 

0-20 

99-20 

020 

Q -20 

030 

99-25 

0’25 

070 

020 

98-90 

020 

. t oo 

010 

98-70 

020 

>00 

020 

98-30 

050 


^^14 Suxtop Lime has* no Equal" ■. 

and can be supplied only by 

Tp' BUXTON LIME FIBMS CO. LTD. 

BUXTON 


Tettgrims.--BUXTON UME, BUXTON " 


Telephone-312 BUXTON 







